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PREFACE. 


The  first  sheets  of  the  present  work  were  sent  to  press  in 
May  1836,  so  that  the  unusual  period  of  nearly  two  years 
and  a  half  has  elapsed  between  the  commencement  and 
the  completion  of  printing  it.  This  was  owing  to  new 
questions  concerning  the  properties  of  cements  continually 
suggesting  themselves,  seldom  occupying  less  than  a  fort- 
night and  sometimes  three  months  or  even  more,  before 
they  could  be  properly  decided  ;  besides  which  time  was 
repeatedly  lost  by  unforeseen  failures  in  our  apparatus, 
which  required  not  only  the  defective  parts  of  the  wood  or 
iron  work  to  be  replaced,  but  sometimes  also  spoiled  the 
cements,  that  were  to  be  experimented  upon,  the  replacing 
of  which,  if  artificial,  was  a  work  of  time.  During  this 
period  also,  as  our  views  became  more  enlarged,  the  com- 
mon modes  of  experimenting  on  the  comparative  streiigih 
of  cements  and  mortars,  which  we  had  at  first  adopted, 
appeared  to  be  unsatisfactory,  so  that  in  addition  to  thtse, 
we  had  recourse  to  a  new  method  for  ascertaining  their  com- 
parative adhesiveness  to  bricks  and  stones,  which  is  in  fact 
their  most  important  property,  but  to  which  little  or  no 
attention  had  been  paid  by  former  w  riters.  This  also  was 
of  course  a  cause  of  delay. 
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As  the  whole  of  the  opinions  stated  in  this  Treatise,  were 
deduced  from  personal  observation,  or  from  the  snccessive 
experiments  alluded  to,  with  the  exception  of  those  founded 
on  or  corroborated  by  some  important  facts  extracted  from 
a  paper  of  Mr.  Timperley,  published  in  the  first  volume  of 
the  Transactions  of  the  Institution  of  Civil  Engineers ; 
and  as  these  experiments  occupied  so  long  a  period  of  time, 
and  the  book  was  printed  in  portions,  during  the  intervals 
between  successive  experiments,  it  cannot  boast  of  such  a 
methodical  arrangement,  as  might  have  been  adopted,  had 
every  experiment  recorded  in  it  been  tried,  before  the  first 
sheet  was  sent  to  press.  Hence  it  was  thought  desirable, 
in  order  to  compensate  this  want  of  arrangement  by  facility 
of  reference,  to  make  the  Table  of  Contents  more  ample 
than  usual,  so  as  to  form  a  sort  of  abridgement  of  the  work 
itself,  rather  than  a  mere  outline  of  the  titles  of  the  subjects 
discussed. 

In  this  Treatise,  the  various  properties  of  limes,  of  cal- 
careous mortars  and  cements,  as  well  as  of  puzrolanas, 
have  been  discussed  in  the  amplest  manner,  and  reduced  to 
a  system,  no  part  of  which,  however,  has  been  founded  on 
mere  hypothesis. 

I  trust,  that  a  good  deal  of  new  information  will  be  found 
in  the  following  pages,  upon  a  subject  of  immense  import- 
ance to  mankind,  and  that  the  principles  develoj>ed  in  it, 
will  prevent  such  crude  notions  respecting  calcareous 
mortars  and  cements,  from  being  adopted  in  future,  as  have 
occasionally  caused  the  gradual  and  sometimes  even  the 
sudden  ruin  of  the  locks  of  canals,  wharf  and  dock  walls, 
and  other  pieces  of  brickwork  or  masonry,  exposed  to  the 
action  of  water ;  for  although  sound  principles  have  been 
acted  upon  by  writers  as  well  as  practical  men,  how  is  the 
young  student  to  decide,  when  be  reads  the  discordant 
opinions  of  Semple,  Smeaton  and  Higgins  in  this  country, 
and  of  Belidor,  Loriot,  De  la  Faye,  Vicat  and  Treussart  in 
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France,  all  maintained  with  equal  confidence  ;  and  whea 
he  finds  no  less  discordant  opinions  maintained  with  no  less 
confidence  by  practical  men,  trusting  to  what  they  call  ex- 
perience, which  may  be  very  limited,  for  unless  a  man  of 
business  be  also  a  man  of  research,  he  cannot  know  what 
has  been  done  in  foreign  countries,  or  even  in  distant  parts 
of  his  own. 

To  do  away  this  uncertainty,  I  have  endeavoured  to  point 
out  such  modes  of  experimenting  and  of  personal  observa^ 
tion,  as  will  enable  an  intelligent  person,  who  has  no  ex- 
perience of  his  own,  to  decide  justly  between  the  various 
sorts  of  calcareous  mortars  and  cements,  that  may  be  held 
out  by  their  respective  partizans,  as  being  the  best,  or  if 
not  absolutely  the  best,  as  being  the  most  expedient  in  an 
economical  point  of  view;  which  last  consideration  has 
caused  the  weaker  water  limes  and  sometimes  even  com- 
mon lime,  such  as  the  chalk  lime  of  the  South  of  England, 
to  be  used  for  the  brickwork  or  masonry  of  works  of  the 
above  mentioned  description,  than  which  there  cannot  be  a 
more  mistaken  economy,  because  the  mortars  of  these  limes 
are  absolutely  unfit  to  resist  the  action  of  water,  and  cannot 
insure  the  stability  of  walls  built  with  them,  and  exposed  to 
that  action,  for  any  length  of  time- 

Of  all  the  authors,  who  have  investigated  the  properties 
of  calcareous  mortars  and  cement  from  time  immemorial  to 
the  present  day,  our  countryman  Smeaton  appears  to  me 
to  have  the  greatest  merit,  for  although  he  found  out  no  new 
cement  himself,  he  was  tlie  first  who  discovered  in  or  soon 
after  the  year  1756,  that  the  real  cause  of  the  water-setting 
properties  of  limes  and  cements,  consisted  in  a  combination 
of  clay  with  the  carbonate  of  lime ;  in  consequence  of 
having  ascertained  by  a  very  simple  sort  of  chemical 
analysis,  that  there  was  a  proportion  of  the  former  ingre- 
dient in  all  the  natural  lime  stones,  which  on  being  calcined, 
developed  that  highly  important  quality,    without  which 
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Halls  exposed  to  water  go  to  pieces,  and  those  exposed  to 
air  and  weather  only,  are  comparatively  of  inferior  slrcnjlh. 
By  this  memorable  discovery,  Smeaton  overset  the  preju- 
dices of  more  than  2000  years,  adopted  by  all  former 
writers,  from  Vilriivias  in  ancient  Rome,  to  Belidor 
in  France,  and  Semple  in  this  country,  who  agreed  in 
maintaining,  that  the  superiority  of  lime  consisted  in  the 
hardness  and  whiteness  of  the  stone,  the  former  of  which 
may  or  may  not  be  accompanied  by  water-setting  or  power- 
fully cementing  properties,  and  the  latter  of  which  is  abso- 
lately  incompatible  with  them.  The  new  principle  laid 
down  by  Smeaton,  the  truth  of  which  has  recently  been 
admitted  by  the  most  enlightened  Chemists  and  Engineers 
of  Europe,  was  the  basis  of  the  attempts,  made  by  Dr.  John 
at  Berlin  and  by  31.  Vicat  in  France,  to  form  an  artificial 
water  lime  or  hydraulic  lime  in  1S18,  and  of  mine  to  form  an 
artificial  water  cement  at  Chatham  in  182<»,  to  which  1  was 
led  by  the  perusal  of  Smeaton's  observations,  without 
knowing  any  thing  of  the  previous  labours  of  those  gentle- 
men on  the  Continent,  or  of  Mr.  Frost,  the  acknowledged 
imitator  of  M.  Vicat,  in  this  country. 

The  natural  cements  of  England,  most  improperly  and 
absurdly  termed  Roman  cement,  though  the  discovery  of 
their  properties  and  use,  is  as  much  a  modem  discovery  as 
the  steam  engine,  and  of  more  recent  date,  possess  an  infinite 
superiority  over  all  other  hydraulic  mortars,  not  excepting 
pnzzolana,  which  in  combination  with  lime  formed  the 
strongest  cement  that  the  Romans  were  acquainted  with. 
First  discovered  by  Parker  in  1796,  our  English  cements 
are  now  prepared  for  use  by  a  great  number  of  manufac- 
turers, some  of  whom  may  be  depended  upon  as  never 
oflFering  a  bad  article  for  sale,  and  any  individual  who  ap- 
plies to  them,  will  be  sure  to  have  it  good;  but  in  the 
public  Departments,  it  is  so  common  to  advertise  for  ten- 
ders for  building  materials  and  to  accept  the  lowest,  that  it 
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tempts  unprincipled  men,  who  gain  such  contracts  by  oflcr- 
iug  to  supply  them  at  a  lower  price  than  w  ould  compensate 
the  fair  dealer,  to  endeavour  to  pass  off  not  merely  an  in- 
ferior but  an  adulterated  article  upon  the  receiving  Officers, 
of  which  I  have  known  an  instance  at  Chatham.  This 
induced  me  to  endeavour  to  lay  down  rules  for  judging  of 
the  quality  of  cement  offered  for  sale,  and  for  ascertaining 
whether  it  has  been  adulterated  or  not,  by  attending  to  which, 
the  most  unexperienced  person  may  easily  detect  such 
frauds,  in  24  hours  or  even  less. 

Instructions  have  also  been  given,  by  which  Officers  of 
Engineers  or  others,  stationed  in  the  Colonies^  or  employed 
in  exploring  some  new^  country,  will  be  enabled  to  judge, 
whether  a  calcareous  stone,  whose  properties  have  not  be- 
fore been  ascertained,  is  a  water  cement,  a  water  lime,  or  a 
common  lime. 

Moreover,  as  it  is  very  difficult  to  decide  upon  the  value 
of  different  calcareous  cements  and  mortars,  by  building 
portions  of  walls  with  them,  which  w ould  not  only  require 
an  inconvenient  length  of  time  to  compare  them,  but  would 
be  liable  to  great  uncertainty  ;  rules  have  been  laid  down, 
by  which  their  comparative  strength  may  be  judged  of  ex- 
perimentally, in  a  short  space  of  time  such  as  ten  days, 
with  very  little  trouble  and  with  the  greatest  accuracy  ;  that 
is,  if  I  am  right  in  the  opinion  formed  by  me  after  the  con- 
tinual experiments  of  many  years,  namely  that  those  cements 
and  mortars,  which  set  the  soonest  under  water,  and  which 
are  found  to  possess  the  greatest  resistance  and  adhesive- 
ness at  the  end  of  that  period,  will  also  prove  the  most 
durable,  and  will  retain  the  same  comparative  superiority 
for  any  length  of  time.  These  rules,  if  correct,  as  I  trust 
they  are,  will  obviously  be  of  the  greatest  importance,  by 
enabling  an  Engineer  to  make  a  judicious  choice  between 
two  sorts  of  cement  or  of  mortar,  both  apparently  good ; 
but  between  which  there  may  in  reality  be  a  consi  lerable 
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difference,  which  no  other  mode  of  comparison  can  detect 
so  conveniently,  or  with  so  much  accuracy. 

The  properties  of  cements  first  attracted  my  notice  most 
particularly,  so  that  when  after  many  previous  failures  I  suc- 
ceeded in  forming  an  efficient  artificial  cement  on  a  great 
scale  in  1830,  I  took  very  little  notice  of  limes  and  none 
of  puzzolana,  in  a  Pamphlet  printed  by  me  in  that  same 
year,  which  contained  my  Observations  on  the  Natural 
Water  Cements  of  England,  with  a  description  of  my 
Artificial  Cement  made  in  imitation  of  them.  This 
pamphlet  was  sent  by  authority  of  the  Master-General  and 
Board  of  Ordnance  to  all  the  Royal  Engineer  Stations  at 
home  and  abroad,  and  by  the  Court  of  Directors  of  the 
East  India  Company  to  all  their  Engineer  Stations  in  India ; 
and  copies  of  it  were  presented  by  me  to  various  Scientific 
Societies,  as  well  as  to  several  private  friends.  I  discovered, 
however,  on  resuming  the  same  subject  six  years  afterwards, 
that  my  artificial  water  cement  of  1830  was  not  the  strongest, 
that  could  have  been  made  of  the  same  ingredients,  as  will 
be  seen  by  a  perusal  of  the  present  Treatise. 

That  the  artificial  cement,  more  recently  made  at  the 
Royal  Engineer  Establishment  in  the  years  1836, 1837  and 
1838,  is  equal  in  efficiency  to  the  best  natural  water  ce- 
ments of  England,  as  set  forth  in  the  title  page  of  this 
work^  has  been  fully  proved  by  numerous  experiments* 
tried  not  only  in  presence  of  all  the  Royal  and  Honourable 
East  India  Company's  Engineer  Officers  attending  this 
Establishment,  but  also  of  Officers  of  other  Regiments 
and  Corps  in  the  Garrison  of  Chatham,  as  well  as  of 
other  Gentlemen,  and  of  Clerks  of  Works,  Builders 
and  Artificers,  whom  1  made  a  point  of  inviting  to  attend, 
as  I  wished  to  make  my  experiments  as  public  as  possible. 
The  natural  English  cements  were  either  supplied  by  Messrs. 
Francis  and  Co.  of  Vauxhall,  or  from  her  Majesty's  Dock- 
yard at  Shcemcss,  both  of  excellent  quality,  and  made. 
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according  to  custom,  of  a  mixture  of  calcined  Harwich 
and  Sheppy  stones,  which  are  better  than  either  of  those 
cements  used  singly.  In  such  experiments,  as  were  not 
tried  for  the  purpose  of  ascertaining  comparative  strength, 
but  for  investigating  the  general  properties  of  water  cements, 
whenever  the  particular  sort  experimented  upon  is  not 
specified,  let  it  be  understood,  that  Messrs.  Francis's 
cement  was  used. 

Other  experiments  recorded  in  the  following  Treatise 
have  established  an  important  fact  before  considered  doubt- 
ful, namely  that  cement  is  no  less  suitable  for  masonry 
composed  of  the  hardest  and  heaviest  stones,  than  for 
brickwork ;  as  was  proved  by  the  remarkable  circumstance 
of  a  Bramley-fall  stone  breaking  before  the  cement  joint, 
which  united  it  to  another  large  stime  of  the  same  kind, 
gave  way. 

That  a  few  courses  of  brickwork  and  cement  bond,  aided 
by  hoop  iron  in  the  joints  may  supersede  the  necessity  of 
chain  timbers  and  bond  timbers  of  all  descriptions  in  the 
walls  of  buildings,  as  well  as  of  wooden  lintels  over  the 
openings  of  doors  and  windows  and  of  bressummers  over 
shop  fronts,  had  been  fully  proved  by  the  experimental 
brick  beams  of  Mr.  Brunei  and  of  Messrs.  Francis  &  Co, 
but  as  their  experiments  left  the  comparative  importance  of 
the  cement  and  of  the  hoop-iron  bond  doubtful,  I  was  in- 
duced to  build  three  experimental  brick  beams,  one  with 
cement  alone,  another  with  cement  and  hoop-iron  bond, 
and  a  third  with  Hailing  lime  mortar  and  hoop  iron  bond, 
which  on  being  all  broken  down  fifty  days  afterwards, 
proved  the  vast  importance  of  the  hoop-iron  bond,  without 
which  the  brick  and  cement  beam  had  comparatively  very 
little  resistance,  and  the  brick  and  mortar  beam  would  have 
had  none.  The  practicability  of  executing  domes  or  roofs 
with  brickwork  and  cement,  in  forms  absolutely  impossible 
with  the  best  lime  mortar,  was  also  proved  by  an  interesting 
experiment. 
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In  1836,  when  the  first  sheets  of  this  work  were  sent  to 
press,  a  sort  of  enthusiasm  prevailed  in  favour  of  concrete, 
especially  when  moulded  into  artificial  stone,  which  in- 
duced me  to  experiment  upon  the  resistance  of  small  square 
prisms  of  artificial  stone,  made  of  various  limes  and  cements 
mixed  with  difl'erent  proportions  of  sand  and  gravel,  after 
allowing  them  sufficient  time  to  set.  The  extreme  weakness 
of  these  experimental  prisms  convinced  me,  that  concrete 
was  of  very  inferior  importance,  except  when  used  in  mass 
for  foundations  or  for  backing,  to  which  Sir  Robert  Smirke, 
who  first  introduced  the  use  of  it  in  this  country,  very  judi- 
ciously confined  it.  The  unfavorable  impression  as  to  the 
value  of  artificial  stone,  produced  by  our  experiments  at 
Chatham  has  been  confirmed  on  a  great  scale  by  the  failure 
of  the  external  surface  of  the  concrete  docks  and  wharf 
walls  in  her  Majesty's  Dock-yards  at  this  place  and  at 
AVoolwich;  and  even  for  found;\tions  it  requires  to  be  used 
with  judgment,  and  ought  greatly  to  exceed  in  area  the  base 
of  the  wails  to  be  supported  by  it ;  otherwise  it  may  settle 
unequally  and  crack,  as  was  the  case  in  the  experimental 
concrete  casemate  built  at  Woolwich,  or  it  may  sink  to  a 
considerable  depth  in  soft  soil,  as  was  the  case  with  the 
concrete  wharf  wall  built  by  Mr.  Ranger  by  direction  of  the 
then  Admiralty  Architect  at  the  north  extremity  of  Chatham 
Dock-yard,  which  has  sunk  about  one  foot  deep  in  the  mud, 
since  it  was  first  built,  and  which  from  the  nature  of  its 
profile,  combined  with  this  deficiency  of  base,  would  have 
capsized  and  fallen  into  the  Medway,  if  it  had  not  been 
afterwards  secured  by  iron  bars  and  pieces  of  chain  cable, 
acting  as  land  ties,  and  fixed  to  piles  driven  at  some  distance 
in  rear  of  it.* 

In  respect  to  water-limes, and  water-mortars,  or  hydraulic 

•  This  wall  escaped  my  observation,  until  the  whole  of  my  Treatise  was 
printed  ;  otherwise  I  should  have  noiired  it  in  the  hody  of  the  woik.  The 
concrete  casemate  at  Woolwich  was  desciibed  in  Ai  tide  32  and  its  note,  and 
its  failure  from  unequal  settlement,  in  the  note  to  Article  33. 
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limes  or  hydraulic  mortars  as  the  French  term  them,  I  have 
tried  fewer  experiments,  the  results  of  which  however  have 
convinced  me,  that  the  opinion  of  Smeaton,  since  generally 
adopted,  that  the  Aberthaw  or  blue  lias  is  far  the  strongest  of 
our  Knglishlimes,is  perfectly  correct.  Indeed  itseems  to  pos- 
sess rather  greater  strength  than  he  gave  it  credit  for,  when  he 
considered  it  necessary  to  mix  it  with  puzzolana,  for  I  have 
found,  in  confirmation  of  the  efficiency  of  the  system,  since 
adopted  for  the  masonry  of  several  important  works,  and 
amongst  others  for  that  of  the  celebrated  Menai  bridge,  that 
the  mortar  of  this  lime  will  set  on  being  immersed,  whereas 
the  mortars  of  all  the  other  English  limes,  that  I  have  expe- 
rimented upon  remain  in  a  state  of  pulp  under  water,  unless 
improved  by  the  addition  of  a  proportion  of  puzzolana. 
But  this  substance,  as  imported  from  Italy,  being  too  ex- 
pensive to  compete  with  the  blue  lias  lime  mortar;  the  only 
resource  for  making  the  other  limes  of  England  available 
for  works  exposed  to  the  action  of  water,  at  a  moderate 
expense,  appears  to  be  the  use  of  artificial  puzzolana,  made 
by  calcining  the  blue  clay  of  the  Medway  or  any  other  im- 
palpable clay,  whether  alluvial  or  fossile.  My  own  expe- 
riments induce  me  to  put  great  confidence  in  this  expedient, 
in  which  however,  there  is  nothing  original ;  because  puzzo- 
lanas  both  natural  and  artificial  have  been  in  common  use 
in  the  south  of  Europe  since  the  time  of  the  Romans, 
though  the  latter  has  been  little  used  in  this  country,  and 
the  former  I  believe  not  at  all,  until  Smeaton  first  introduced 
it  about  80  years  ago. 

The  subject  of  cements  having  frequently  been  discussed 
within  the  last  10  years  at  the  Institution  of  Civil  Engineers, 
where  Mr.  Frost  and  I,  when  present  on  those  occasions, 
always  explained  our  respective  proceedings  to  the  mem- 
bers, it  was  suggested  to  me  that  if  the  Treatise,  which  I 
then  announced  my  intention  of  publishing,  should  take  a 
comprehensive    view   of  the  whole  subject  of  limes  and 
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mortars  also,  it  would  be  more  useful  to  practical  men, 
than  if  confined  to  observations  on  natural  and  artificial 
water  cementii  only,  like  my  pamphlet  of  1830.  In  com- 
pliance therefore  with  what  appeared  to  be  the  wish  of 
several  members  of  that  excellent  and  most  liberal  Insti- 
tution, I  have  enlarged  more  upon  limes,  mortars  and  puz- 
/olanas  in  the  body  of  my  Treatise  than  I  had  at  first 
intended  to  do ;  and  in  deference  also  to  their  opinion,  I 
have  added  in  the  Appendix  an  abstract  of  the  writings  and 
proceedings  of  the  most  eminent  British  and  Foreign  au- 
thors on  the  same  subjects,  that  is  of  the  more  modern  ones, 
for  every  author  on  limes  and  mortars,  that  I  have  met  with, 
followed  the  authority  of  Vitruvius,  until  after  the  middle 
of  the  last  century,  when  Smeaton  came  into  the  field,  and 
pointed  out  the  inaccuracy  of  his  doctrines,  in  the  same 
manner  as  Lord  Bacon  had  set  aside  the  implicit  belief  in 
the  doctrines  of  Aristotle  in  matters  of  Philosophy. 

Of  the  Foreign  Writers,  that  I  have  met  with,  M.Vicat 
and  his  countryman  General  Treussart  of  the  French 
Engineers  are  far  the  most  distinguished,  as  they  have  both 
carried  their  experimental  researches  into  the  properties 
and  use  of  hydraulic  and  common  limes,  and  of  the  various 
mortars  that  may  be  made,  by  mixing  them  with  sand  alone, 
or  with  puzzolana  or  trass  natural  or  artificial,  with  and 
without  sand,  in  numerous  combinations,  to  a  far  greater 
extent  than  any  former  writers  or  practical  men  had  ever 
done;  and  therefore  it  must  be  acknowledged,  how  much 
not  only  their  own  countrymen  but  other  nations  are  indebted 
to  them,  for  the  information  contained  in  their  respective 
works.  But  of  the  two,  M.  Vicat's  writings  appear  to  have 
made  the  greatest  impression  in  France,  probably  from  the 
circumstance  of  his  having  been  prior  to  General  Treussart, 
so  that  he  was  the  first  to  draw  general  attention  to  the  great 
importance  of  hydraulic  limes  and  mortars  in  that  country. 
They  are  both  equally  satisfactory  in  their  experiments  as  to 
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the  hydraulic  powers  of  different  mortars,  which  they  esti- 
mate by  the  same  mode  ;  but  neither  of  them  has  attempted 
to  ascertain  the  adhesiveness  of  their  experimental  mortars 
to  stones  or  bricks,  which  as  I  said  before  is  of  much  more 
importance  than  their  resistance.  Upon  this  last  property, 
however,  both  M.Vicat  and  General  Treussart  have  founded 
their  opinions  of  the  comparative  strength  of  different  mor- 
tars, possessed  of  the  same  water-setting  powers.  On 
perusing  their  proceedings  with  attention,  M.  Vicat's  ex- 
periments on  this  point  appear  to  me  so  very  unsatisfactory, 
that  I  cannot  help  giving  the  preference  to  those  of  the  Gene- 
ral, which  carry  conviction  along  with  them,  being  simple  in 
their  nature,  and  all  described  in  the  clearest  manner,  and 
perfectly  congruous  and  consistent  with  each  other. 
Whenever  the  opinions  of  these  two  gentlemen,  or  of  any 
other  authors  native  or  foreign,  noticed  in  the  Appendix, 
differ  essentially  from  mine,  I  have  not  failed  to  remark 
upon  them  ;  always  stating  however,  whether  I  dissented  in 
consequence  of  their  being  contradicted  by  the  results  of 
my  own  experiments,  or  merely  as  a  matter  of  doubt,  or  of 
private  opinion. 

There  seems  reason  to  believe,  that  the  proper  mode  of 
preparing  and  of  using  cement  could  not  have  been  under- 
stood in  France,  when  M.  Vicat  and  General  Treussart 
published,  otherwise  they  never  would  have  undervalued  it, 
in  the  extraordinary  manner  they  have  both  done,  by  de- 
claring that  they  considered  it  much  inferior  to  the  hydraulic 
limes,  which  they  experimented  upon.  This  error,  for  I 
do  not  scruple  to  pronounce  it  such,  can  only  have  arisen 
from  their  having  treated  their  cement  and  their  limes  in 
the  same  manner,  which  could  not  fail  to  spoil  the  former, 
as  will  be  acknowledged  by  every  English  builder  or  work- 
man, who  has  been  in  the  habit  of  working  with  both. 
M.  Vicat  in  particular  goes  so  far  in  depreciation  of 
cement,  as  to  say,  that  although  a  vast  quantity  of  it  is  now 
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employed  in  and  near  London,  it  ^^ill  gradually  be  disused 
as  soon  as  the  hydraulic  limes  shall  be  better  known  and 
appreciated  in  England.  Nothing  appears  to  me  to  be  more 
unlikely  than  that  this  prediction  shall  ever  be  verified. 
The  Aberthaw  or  blue  lias  lime,  one  of  the  strongest 
limes  in  the  world,  was  and  is  well  known  in  England, 
but  as  hydraulic  mortar,  it  was  immediately  superseded 
by  cement,  lor  all  private  works  of  importance,  as  soon 
as  the  latter  came  into  the  London  Market,  although 
cement  was  then  sold  under  Parker's  patent,  at  a  much 
higher  price  in  comparison  with  lime,  than  has  been  cus- 
tomary since.  Xow  as  there  was  in  those  days  a  much 
greater  difficulty  in  prevailing  on  the  public  to  adopt  any 
thing  new,  than  there  is  at  present,  nothing  can  be  more 
conclusive  than  the  above  fact ;  for  it  must  be  evident  that 
private  individuals,  who  had  occasion  to  build  a  wharf  on 
their  premises,  would  never  have  put  themselves  to  a  great 
additional  expense,  by  using  this  new  cement  in  preference 
to  the  limes  formerly  in  use,  unless  it  had  possessed  a 
most  decided  superiority  over  the  latter.  In  the  public 
works  of  this  country,  on  the  contrary,  whether  executed 
by  Government  or  by  great  commercial  companies,  cement 
has  been  less  employed  even  for  brickwork,  by  the 
Engineers  intrusted  with  the  direction  of  them  :  and  in 
masonry  it  has  never  been  used  at  all,  in  consequence  of  a 
strong  prejudice  prevailing  against  it,  as  being  altogether 
unfit  for  connecting  large  stones,  which  I  feel  confident 
that  our  experiments  at  Chatham  will  tend  to  remove. 
In  the  mean  time  the  wharf  or  dock  walls,  of  the  great 
public  works  alluded  to,  have  cither  been  built  with  the 
mortar  of  what  was  considered  the  best  water  lime,  that 
could  most  conveniently  be  procured  near  the  spot,  or  with 
mortar  improved  by  the  addition  of  puzzolana,  in  imitation 
of  Smcaton's  example,  though  not  of  the  principle  he  acted 
upon,  which  was  to  u.sc  the  best  hydraulic  mortar  that  he  was 
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able  to  form  by  a  combioation  of  the  most  suitable  ingre- 
dients, known  in  his  time.  He  found,  that  this  consisted  in  a 
mixture  of  puzzolana,  with  blue  lias  lime  ;  because  the  ad- 
mirable properties  of  the  English  cements  had  not  yet  been 
discovered.  If  they  had,  I  have  no  doubt  that  he  would 
have  used  them  for  the  construction  of  the  Edystone  Light- 
house, in  preference  to  every  other  sort  of  mortar;  and  by 
so  doing,  he  might  have  dispensed  with  some  of  the  very 
ingenious  but  expensive  expedients  adopted  by  him  for 
bonding  all  his  stones  together.  To  conclude,  so  far  from 
assenting  to  M.  Vicat's  opinion,  I  am  persuaded  that  the 
use  of  cement  is  not  only  increasing  in  England  ;  but  that 
it  will  in  time  supersede  the  most  approved  hydraulic 
mortars  in  other  countries  also,  for  works  of  importance 
exposed  to  the  violent  action  of  water. 

C.  W.  PASLEY. 
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tbis  reason  fragments  of  tiles  or  gravel  should  be  used  with 
cement  for  making  chimney  pots,  &c,  cast  in  moulds,  in  pre- 
ference to  Hue  sand  (57) 37 

That  the  execution  of  the  Thames  Tunnel  would  have  been 

impracticable  without  cement  (58) 38 

The  inaderpiacy  of  the  best  lime  mortar  in  watery  soil  proved, 
by  the  entire  failure  of  those  parts  of  the  concrete  foundations  in 
Chatham  Dock-yard,  which  were  exposed  to  land  springs  (58 

continued) j^ 

The  extraordinary  strength  of  pure  cement  proved  by  Mr. 
Brunei's  two  experimental  semi-arches,  in  which  hoop  iron 
bond  was  also  used  (.59).*  That  cement  renders  repairs  or 
alterations  in  domestic  architecture  practicable  in  the  least  pos- 
sible time,  and  with  the  least  inconvenience  or  injury  to  health. 
Proof  of  this  in  the  rapid  construction  and  occupation  of  the 
temporary  Houses  of  Parliament,  after  the  former  ones  were 

burned  down  (GO) 39 

That  cement  should  not  be  used  for  concrete,  but  that  it 

may  for  grouting  (61) 40 

That  in  building  brickwork,  it  is  better  to  use  cement  mor- 
tar, than  pure  cement  (62)  ;  but  that  the  latter  is  necessary  as 
the  finishing  coat  for  the  lining  of  tanks  and  covering  of  case- 
mates.    Remarks  on  cement  stucco,   and  on  the  fine  cracks 

generally  observable  on  the  surface  of  it  (63) ih. 

"  Tlie  downfal  of  these  arches,  which  look  place  afterwards,  is  recorded 
in  Article  319,  and  their  construction  more  accurately  described  in  Article 
xxLi  of  the  Appendix, 
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Of  slow  setting  cement  stones,  sucIi  as  ilie  black 
rock  of  Quebec,  recommended  as  a  water  cement  by  Captain 
J5ad(ieley,  li.  E.  The  author's  report  upon  it.  That  cements 
ot'  this  nature  may  be  used  under  |)ecuhar  circumstances  (04).     41 

experiments  on   artificial  water  cements,  on    a 

SMALL  scale,  TRIED  AT  CHATHAM,  in    1829  and    1830. 
Of  tlie  system  pursued  in  those  experiments,  v.  ith  various 
compounds,    all   burned    in    crucibles    ((»5  to  70).      That   on 
repeating  the  samff  experiments  in  183G,  it  was  found   most 

convenient  not  to  use  crucibles  (71) 43 

Of  the  ingredients  used  in  those  experiments  (72).     46 

Of  the  mixtures  which  succeeded  or  failed  in  making  good 

artificial  cements   (73  to  79) 47 

Of  the  essential  component  parts  of  an  artificial  wafer  cement. 
That  the  carbonate  of  lime  is  the  most  important,  riext  to  which 
silica  and  alumina,  and  lastly  iron.  That  they  must  all  be  in 
the  finest  possible  state  of  impalpable  powder  or  paste  (80).  . .      49 

J^xperimcnts  continued  (81  and  82) 50 

'Jhat  pulverized  chalk  measured  lisihtly  and  blue  alluvial 
clay  from  the  .Medway,  in  the  proportion  of  5  measures  of  the 
former  to  2  of  the  latter,  formed  a  good  artilicial  water  cement, 
and  one  which  appeared  most  similar  to  the  Siieppv  cement  in 
its  qualities.*  That  a  smaller  proportion  of  chalk  also  formed 
•a  water  cement,  but  one  that  set  more  slowly  and  w  ith  less  heat, 
'Jhat  a  greater  proportion  of  chalk,  such  as  3h,  4  or  5  measures, 
to  I  of  clay,  spoils  the  mixture  as  a  water  cement,  but  converts 

it  into  an  artificial  water  lime  (83) iff. 

That  alluvial  clay  is  brown  at  the  surface  where  it  is  exposed 
to  air,  and  that  this  brown  part  will  not  form  a  water  cement  (84).     ft  I 

That  blue  clay  fresh  from  a  river,  which  forms  an  excellent 
ingredient  for  an  artificial  water  cement,  loses  this  property  if 
allowed  to  become  stale  by  exposure  to  air,  which  also  deprives 
it  of  its  colour.  That  more  than  one  half  of  the  blue  clay  of  the 
Medway  consists  of  fluid  and  volatile  matter  (85  and  8G) . . .  .      52 

Attempts  to  improve  stale  alluvial  clay  by  an  addition  of 
coal  dust  and  other  combustible  materials,  by  the  protoxide  of 

iron,  and  by  the  carbonate  of  magnesia  (87  to  89) 53 

That  repeated  washings  spoil  alluvial  clay  (90).   That  chalk 

and  fine  brown  pit  clay  made  a  good  cement  (91  and  92) 56 

That  tile  dust,  slate  dust  and  fuller's  carlh  failed  ;  and  that 
as  none  of  these  are  plastic,  plasticity  seems  a  necessary  pro- 
perty of  clay  as  an  ingredient  for  a  water  cement.  Confirma- 
tion of  this  by  the  iniprovement  of  fuller's  earth  after  repeated 
washings,  which  rendered  it  more  plastic  (93,  94  and  95) ....  50 
That  hard  lime  stone,  if  used  as  an  ingredient  for  a  water 

•  By  experiments  tried  in  183G,  it  wa.s  fonnd  tliat  this  mixture  did  not 
produce  so  good  an  artificial  cement,  as  another  containing  a  emallcr  pro- 
uortioD  of  clialk,  which  was  tlicrcfore  adopted  in  preference. 
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temciit,  imist  bu  burned  twice,  first  in  its  natural   state,  anil 
attervvarils  mixed  with  clay  (9(>  and  97) 58 

That  hn'.o  and  chiy  burned  separately  did  not  succeed  in 
making  an  artificial  cement  on  immediate  immersion.  Y'et  that 
this  mixture  may  be  us;el"ul  for  many  purposes  in  hydraulic 
architecture,  though  interior  both  to  the  natural  and  artificial 
cements  (0»)  .* 59 

Experiments  to  ascertain  by  what  additional  substances,  the 
best  natural  cements  might  be  spoiled  (99  to  103) GO 

That  salt  is  very  prejutlicial  to  brick  earth,  a  result  deduced 
from  one  of  these  experiments  (104) 61 

That  the  carbonate  of  mugnesia  was  the  only  substance 
which  did  not  spoil  the  Sheppy  cement  (105) if^. 

Inference  dr-iun  from  the  above  and  confirmed  by  experi- 
ment, that  the  carbonate  of  magnesia  is  itself  a  water  cement, 
but  a  slow  setting-one  (100) 62 

Tiiat  all  the  author's  experimental  cements,  which  had  suc- 
ceedeil  in  setting  under  water,  afterwards  resisted  the  severest 
frosts,  quite  as  well  as  the  natural  cements.  Rigorous  tests  to 
which  they  were  exposed  in  the  severe  winter  of  1029-30.  That 
the  best  cements,  though  perfectly  frost  proof,  may  be  injured 
by  frost,  if  laid  on  as  stucco  in  an  injudicious  manner  (107)..      i^. 

EXPERIMENTS  ON  ARTIFICIAL  CEMENT  ON  A  GREATER  SCALE, 
TRIED  AT  CHATHAM,  IN  1829  AND  THE  THREE  FOLLOWING 
YEARS. 

That  the  author's  first  experiments  with  kiln  burned  artifi- 
cial cement  failed  in  1829,  owing  to  the  raw  mixture  having 
been  spoiled  by  washing  it  (108  and  109) ib. 

Second  failure  in  1830,  owing  to  the  raw  cement  mixture 
having  been  spoiled  by  too  long  exposure  to  air  (110  and  111).     64 

First  satisfactory  experiments  with  kiln-burned  artificial 
cement  made  in  1830,  with  a  mixture  of  5  measures  of  pounded 
tihalk  to  2  measures  of  blue  clay.  Continuation  of  similar  ex- 
periments in  1831  and  1832,  in  some  of  which  a  proportion  of 
coal  dust  was  added  to  the  former  ingredients.  This  practice 
afterwards  disapproved.  Average  times  of  preparing  and 
burning  the  mixtures,  &c.  (1 12  to  1 17) 67 

Remarks  on  the  kiln-burned  artificial  cement  made  and 
used,  during  those  three  years.  Its  state,  when  examined  in 
1836,  from  -1  to  6  years  afterwards  (118  to  121) 70 

Rules  for  preventing  cement  in  outside  work  from  detaching 
itself,  especially  after  frosts  (122  to  127).  Remarks  on  cement 
mouldings  (128  and  129),  and  on  masses  of  brickwork  and 
cement,  prepared  beforehand  for  drains,  e'v.c.  (130) 74 

"  This  conjecture  was  afterwards  confirmed  by  Ijurninf;  and  jnilvcrizing 
the  blue  clay  of  tlie  Medway,  wliich  made  an  cxtcllcnt  artificial  puzzolauii 
(See  Articles  2tiO,  2GI,  and  from  302  to  305  inclusive). 
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Experiments  on  ihe  slrenglh  of  the  author's  artificial  cement 
of  1830,  compared  with  that  of  Harwich  cement  (131  to  133).     78 

That  a  small  experimental  flat  brick  and  arti6cial  cement 
erch,  18  inches  wide,  with  16  feet  4  inches  of  span  and  only  9 
inches  of  rise,  the  centering  of  which  was  removed  the  day 
after  il  v?as  finished,  bore  at  the  end  of  4  months  allerwards  4 
tons  weight  of  loose  bricks  piled  over  it  before  it  broke  down. 
(134) 82 

That  a  similar  arch  built  with  chalk  lime  mortar  could  not 
bear  its  own  weight,  but  fell  to  pieces,  at  the  end  of  4  months, 
as  soon  as  a  part  of  the  centering  was  removed  ( 135) 83 

The  expediency  or  rather  necessity  of  using  cement  for  the 
brickwork  of  Tunnels  proved  by  these  last  experiments,  and 
confirmed  by  Mr.  Stephenson's  experience  as  a  Railway  En- 
gineer (136; 84 

THE    SUBJECT    OF    CONCRETE    CONTINUED. 

Experiments  on  a  small  scale  in  1836,  in  making  concrete 
artificial  stones,  in  the  form  of  small  square  prisms.  I  he  appa- 
ratus (137),  and  mode  of  proceeding  (138)  described Of. 

Chalk  lime  not  proper  for  concrete  (139).  That  good  con- 
crete cannot  be  made  with  lime  and  gravel  alone  without  sand 
(140).  That  the  specimens  made  with  artificial  hydraulic  lime 
appeared  rather  better  than  those  made  with  Hailing  lime  (141). 
That  those  made  with  boiling  water  set  sooner  than  tliose  made 
with  cold,  but  were  not  better  in  the  end  (142).  That  those 
made  with  excellent  cement,  in  the  proportions  suitable  for 
lime  were  bad,  owing  to  the  principle  before  explained,  that 

sand  weakens  cement,  but  improves  lime  mortars  (143) 86 

Another  course  of  similar  experiments,  in  which  screened 
Thames  ballast  only  w  as  used,  instead  of  various  proportions  of 
gravel  and  sand.  That  2  measures  of  ballast  to  1  of  Sheppy 
or  Harwich  cement,  5  or  6  to  1  of  blue  lias  lime,  6  or  7  to  I 
of  Hailing  lime  and  7  or  8  to  1  of  chalk  lime,  appeared  to  be 
the  best  proportions  of  ballast  for  making  concrete  with  those 
several  calcareous  cements  or  limes.  That  they  w<»uld  all  be 
efficient,  if  used  in  dry  soil,  but  not  in  damp  soil,  where  the 
chalk  lime  would  fail.  That  these  experiments  confirm  the 
opinion  before  stated,  that  cement  should  never  be  used  for 
concrete  at  all,  or  if  so  used,  that  no  fine  sand  should  form  a 

part  of  the  mixture  (144) 88 

That  good  WATER  cement  mixed  with  coarse  sand  is 
far  more  suitable  for  stucco,  than  even  the  best  limes,  such  as 
the  blue  has  and  Rosehill  (Sussex]  lime  (145) 90 

EXPERIMENTS  ON   ARTIFICIAL  CEMENT  TRIED  AT 
CHATHAM,  IN  1836. 

That  in  the  first  of  these,  the  coarse  refuse  chalk  of  the 
whitening  makers,  which  they  term  Sand,  was  used   (146  and 
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1-J7)-      That  the  ingredients  were  mixed  in  a  jvugmill.     That 
ihe  proportions  of  chalk  and   blue  clay  adopted  in    lli30,   did 
not  succeed  in  183(>,  and  required  to  be  modiiied  (140) 91 

Various  new  proportions  tried  (I4i)).  That  the  best  were 
tlioso  ot  a  nut  brown  colour  when  wet,  and  which  in  settino'  be- 
came rather  warm  than  hot,  attaining-  iheir  highest  temperature 
in  iVoin  7  to  12  minutes  after  being  made  into  balls  with  water. 
That  those  of  a  light  colour,  which  set  more  quickly  with  great 
heat,  from  excess  of  chalk,  anil  those  of  a  much  darker  colour 
which  set  more  slowly  and  without  perceptible  warmth,  from 
excess  of  blue  clay,  were  of  infeiior  quality  (150).  That  the 
whitening  maker's  sand  in  a  ditJ'erent  proportion  now  succeeded 
in  making  an  artiticial  cement,  but  was  finally  disused  (151). 
That  the  ptigmill  was  preferred  to  manual  labour  for  mixing 
the  ingredients  (152) 93 

Conjectures  as  to  the  cause,  why  the  proportions  of  chalk 
and  blue  clay  adopted  in  1830  should  have  proved  nnsaiisfac- 
tory  in  1836.  That  argillaceous  chalk  and  calcareous  clay  may 
be  good  ingredients  for  an  artificial  cement,  hut  that  their  pro- 
portions cannot  be  determined  from  those  proper  for  pure  chalk, 
and  pure  alluvial  clay  (153  and   154) 94 

Repetition  of  experiments  before  tried  in  1829  and  1830 
with  brown  alluvial  clay,  dried  clay,  washed  clay,  Sec,  but  with 
diti'erent  proportions  of  the  ingredients  (155  to  159).  liemarks 
on  the  results  of  these  new  experiments  (100),  and  on  the  au- 
thor's desire  in  his  first  experiments,  to  obtain  a  quick  settino- 
artificial  cement  like  the  Sheppy  cement  stone  ( 161) 96 

That  it  was  resolved  in  future  experiments  not  to  measure 
the  chalk,  but  to  weigh  it  in  a  perfectly  dry  state,  as  being  a 
more  accurate  test  of  quantity  (162  and  163).  That  the  neces- 
sity of  drying  it  arises  from  its  never  being  found  in  that  state, 
even  in  the  driest  weather,  in  consequence  of  its  extraordinary 
retentiveness  of  moisture,  block  chalk  being  capable  of  absorb- 
ing more  than  one  fourth  of  its  own  weight  of  water  (164) ....      99 

That  2.^  cubic  feet  of  dry  chalk  powder  measured  lightly, 
will  compress  into  1  cubic  foot  of  chalk  paste,  of  the  consistency 
of  mortar  (165) lOO 

Four  several  artificial  cement  mixtures  experimented  upon 
in  1836,  niade  of  chalk,  denoted  by  the  emblem  C,  and  of  blue 
clay,  denoted  by  the  emblem  B.  Their  proportions  by  weight 
of  dry  chalk  and  fresh  blue  clay,  and  their  equivalents  by  mea- 
sure, stated  in  the  form  of  a  Table  (166) 101 

The  small  pugmill,  iron  furnace  or  kiln,  and  muller  or  grind- 
ing mill  used  in  these  experiments,  and  made  under  the  direction 
of  Mr.  Robert  Howe,  described  (167  to  173)     102 

That  the  muller  could  not  grind  the  chalk  properly  for  those 
experiments,  though  it  ground  the  calcined  cement  (174). .  . .      107 

First  mode  of  proving  the  comparative  strength  of  the  tour 
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txptriineiilalccr.'.ciit  tuixtiircs  by  sticking  out  biicks  iroiii  a  wall 
at  the  rate  ofuiu;  brick  per  day  (1 70;.  Corporal  Down  employed 
in  these  experiments.  'Ihe  weather  very  unfavourable  (170)  . .    107 

Opinion  ot  Messrs.  Trancis  that  cement  sets  twice  as  f|uick 
in  suutnur,  as  in  winter  (Note  to  Article  170) IOi> 

Thai  C4  B.J,  denoting  chalk  4  parts,  and  blue  clay  o  parts 
by  weight,  proved  the  strongest  of  our  four  mixtures  ( 177  and 
17B) lb. 

Second  ntode  of  proving  lh(ir  comparative  strength,  by 
teaiing  asunder  the  joints  of  bricks  united  by  each  sort,  the 
cement  being  of  various  ages  from  '.ib  to  91  days.  1  he  appara- 
tus described,  and  the  results  of  the  experiments  stated  in  the 
form  of  a  'I'able  ( No.  \).  That  mixture  C4  iJo  also  proved  the 
str(»ngest  in  these  expfrimenis.  That  the  averace  force  re- 
quired for  separating  a  joint  of  this  cement,  when  70  days  old, 
cannot  be  estimated  at  less  than  oOOO  lbs.  (179  and  180) 112 

Inference  from  these  experiments.  That  the  induration  of 
cement  is  more  gradual  tlian  is  generally  supposed.  That  mixture 
C4  Bo  acquireil  greater  cohesive  strength  in  40  days,  than  the 
best  bricks  that  could  be  procured  (181) 115 

Additional  experiments  upon  the  comparative  cohesive 
strength  of  (juick  setting  and  slower  setting  arliticiai  cements, 
by  the  first  method  of  sticking  out  bricks  from  a  wall,  but 
allowing  only  a  quarter  of  an  hour  per  brick.  That  C  B  the 
quickest  setting  mixture  set  out  more  bricks  than  C4  Bo,  when 
thus  trit-d  ;  but  tnat  C4  Bo  again  obtained  the  superiority, 
when  the  time  per  brick  was  increased  to  half  an   hour  (18'2).    1  10 

Inference  drawn,  that  the  common  mode  of  trying  the  com- 
parative cohesive  strength  of  two  dilVerent  sorts  of  cement,  by 
sticking  out  brick  piers  from  a  wall  with  each,  is  uncertain, 
unless  more  piers  be  made  and  more  time  and  trouble  given  to 
this  sort  of  trial,  than  would  generally  be  convenient  (183).  .  .      ib. 

Additional  experiments  on  the  comparative  cohesive  strength 
of  nine  difterent  mixtures  of  chalk  and  blue  alluvial  clay, 
to  ascertain  whether  some  of  these  might  not  excel  the 
four  former  mixtures.  The  results  stated  jn  Table  11.  That 
mixture  C4  Bo'o  implying  chalk  4  parts  and  blue  clay  5^ 
parts  by  weight  appeared  the  strongest,  but  that  some  uncer- 
tainty was  caused  in  those  experiments  by  the  bricks  breaking 
instead  of  the  cement  joints  though  the  latter  were  only  12  days 
old  (184  to  187) '. .    117 

EXPERIMENTS    ON    THE    COHESIVENESS     OF    VARIOUS 
STONES. 
That  these  were  tried  by  the  same  apparatus  before  described. 
The  results  slated   in  Table  III.     That   Portland  stone   ap- 
peared one  of  the  strongest  ( 1 88), 122 


CONTIiMS. 

Page 
RULES    FOU    JU1)GI>JG    OF   THE   QUALITY     OF    THE    CEMENl' 
SUPPLIED    IJY    A    MANUFACTURER. 

First,  a  simple,  easy  ami  expeditions  mode  of  judging, 
wlitther  tlie  cement  supplied  by  contract,  whicli  may  be  Ijad 
when  the  system  ot"  accepting  the  lowest  tender  is  adopted,  is 
good,  or  in  a  stale  unlit  for  use  (lUO) 123 

Secondly,  a  no  less  simple  lule  lor  ascertaining  whether 
cement  ot  improper  quality  has  originally  been  good,  but  injined 
by  becoming  slain  (190);  or  whether  it  may  not  have  been  either 
the  produce  ot"  bad  cement  stone,  or  of  good  cement  stone  adul- 
terated after  calcination,  which  two  last  cases  cannot  be  dis- 
ciiminated  in  cement  powder  prepared  for  sale  (191) 124 

The  author's  opinion  that  some  cement  supplied  for  the 
works  in  Chattiam  Dock-yard  examined  by  him,  which  would 
neither  set  in  air  or  water,  and  proved  equally  bad  when  re- 
burned,  must  have  been  adulterated.  I'hat  the  cement  sup- 
plied to  the  same  yard  at  the  same  time  by  a  ditferent  Con- 
tractor was  very  good  (Note  to  Article  191,  given  as  a  practical 
illustration  of  the  above  rules) 125 

RULE  FOR  JUDGING  OF   THE  COMPARATIVE  COHESIVE 
STRENGTH  OF  DIFFERENT  SORTS  OF  CEMENT. 

That  an  apparatus,  consisting  of  a  scaleboard,  planks  and 
weights,  and  a  couple  of  pairs  of  iron  nippers  is  necessary,  to 
be  suspended  by  a  gyn,  or  from  a  strong  tressel  or  lie  beam. 
That  a  number  of  stone  bricks,  that  is  of  j)ieces  of  Portland 
stone,  or  of  any  sound  hard  stone  of  the  size  of  bricks,  with 
mortises  on  their  sides  to  receive  the  nippers  should  also  be  pro- 
vided, in  the  proportion  of  10  such  pieces  to  each  sort  of  cement 
under  comparison.  That  these  must  be  cemented  to"^ether  in 
pairs,  and  left  10  days  for  thecement  toset,  after  which  the  joint 
of  each  pair  of  stone  bricks  must  be  torn  asunder  by  succes- 
sive weights  (192) i^^ 

EXPERIMENTS    ON    ARTIFICIAL   CEMENT    CONTINUED, 

Experiments  on  the  comparative  cohesive  strength,  or  ad- 
hesiveness to  bricks,  of  mixture  C4  B5,  both  nett  and  mixed 
with  sand,  from  11  to  17  days  old,*  and  of  common  chalk  lime 
mortar  30  years  old,  stated  in  Table  IV.  (193).  Remarkable 
inferiority  of  the  common  chalk  lime  mortar  (194) 128 

Table  IV.  Comparative  adhesiveness  of  the  same  artificial 
cement  mixture  C4  Bo,  to  bricks  and  to  various  sorts  of  stone 
(I9ii). 128 

That  its  adhesiveness  to  smooth  granite  was  not  much  less 
than  to  rough  granite.  That  cement  made  soft  or  fluid  has  less 
adhesiveness  than  when  applied  in  a  stitl'er  state,  &c.  (19G). .  .    129 

That  the  adhesiveness  of  cement  to  the  least  congenial  stone 
is  from  one  half  to  two  thirds  of  ks  adhesiveness  to  bucks  :  but 

•  The  reader  will  find  by  after  experiments,  that  the  comparative  ad- 
hesiveness of  artificial  cement  and  sand  is  much  greater  than  these  exneri- 
nients  make  it  (See  Table  X,  Article  241). 
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that  ils  adhesiveness  to  some  sorts  of  stone,  such  as  Kentish 
rap  stone,  is  nearly  equal  to  its  adhesiveness  to  bricks.  That 
it  adheres  to  some  hard  stones  with  greaier  energy  than   to 

softer  ones  (197) ' 130 

Important  fact  established,  that  cement  attaches  itself  to 
the  most  refractory  sort  of  stone  with  five  times  as  much 
adhesive  force  in  eleven  days,  as  the  best  chalk  lime  used  in 
brickwork  is  capable  of  attaining  in  30  years   (198) 131 

THE  SUBJECT  OF  CONCRETE  RESUMED,  EXPERIMENTS 
ON  ITS  RESISTANCE,  WHEN  MADE  INTO  SMALL  ARTIFI- 
CIAL   STONES. 

Experiments  on  the  comparative  resistance  of  small  artifi- 
<.'ial  stones  in  the  form  of  square  prisms,  made  with  sand  and 
gravel,  and  various  sorts  of  lime  and  cement,  indifferent  propor- 
tions, some  mixed  with  hot  others  with  cold  water,  some  kept 
drv  and  the  others  wet,  theirage  varying  from  1 1  to  15.1  months. 
App-^.ratus  for  breakins  them  down  described.  The  results 
-stated  in  Table  VI.    (199  to  '20'2) 131 

Experiments  on  the  comparative  resistance  of  another  set  of 
small  artihcial  stones,  all  made  with  screened  Thames  ballast, 
but  similar  to  the  former  in  every  other  respect,  their  age  vary- 
ino^  from  nearly  8  to  9  months.    Table  VII.  (20*2  continued). .    136 

Remarks  on  the  probable  cause  of  some  evident  incon- 
sistencies in  the  results  of  those  experiments  (203) ib. 

That  antificial  stones  made  with  quicklime  powder  are  hable 
to  split,  from  the  sluggish  particles  slaking,  and  therefore  swell- 
int^,  much  later,  than  the  greater  part  of  the  lime  (204^ 137 

This  fact  proved  by  the  author's  first  attempts  to  make  arti- 
fici;d  stones  with  blue  lias  lime.  That  one  of  these  broke  twice, 
and  was  mixed  three  times  from  the  above  cause.  Remarkable 
^strength  of  this  experimental  prism  after  the  third  time  of  mix- 
ing (2051.  That  the  hydrates  liad  less  resistance  than  the  mor- 
tars of  chalk  lime,  contrary  to  M.  Vicat's  opinion  (20G; 138 

That  the  author's  experimental  artificial  stones  should  have 
been  formed  w  ith  lime  thoroughly  slaked.  That  the  usual  mode 
of  making  concrete  in  England  with  quicklime  powder  is  good 
for  foundations,  but  not  for  artificial  stone  (207  to  209)., 140 

Reasons  of  the  above  explained.  That  blue  lias  quicklime 
ground  to  powder  and  mixed  with  water,  and  used  immediately, 
in  the  same  way  as  nett  cement,  to  unite  stones  together,  swells 
afterwards  in  slaking  with  heat;  and  detaches  itself  from  the 
stones.  That  this  swelling  renders  it  improper  to  use  limes  like 
cement,  in  which  the  processes  of  slaking  and  setting  take  place 
simultaneously,  without  increase  of  bulk.  That  the  foregoing 
experiments  on  artificial  stones  were  unsatisfactory,  from  these 
after  considerations   (210  and  211) 141 

EXPERIMENTS  ON   THE  COMPARATIVE    RESISTANCE  OF  VARIOUS 
NATLRAI,    STONES,  BRICKS  AND  CHALK. 

That  these  verc  aij  tedticcd  to  sQuare  prisms  of  the  same 
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dimensions  as  the  sniull  artificial  stones  before  experimented 
npon,  and  broken  down  by  the  same  apparatus.  The  results 
stated  in  Table  VIII,  in  \vhi>.h  their  comparative  cohosiveness, 
repeated  Irom  a  former  Table,  has  also  been  inserted  (*212).  . .    143^ 

Inferences  from  the  above.  First,  that  the  resistance  of 
various  stones,  in  opposition  to  a  breaking  weight,  is  not  in  pro- 
portion to  their  speeitic  gravity,  nor  in  any  direct  proportion  to 
their  cohesiveness  in  opposition  to  a  tearing  force.  Secondly, 
That  artificial  stone  made  accoiding  to  Mr.  Ranger's  system  is 
much  inferior  not  only  to  all  the  natural  building  stones,  but 
even  to  sound  well  burned  bricks,  and  therefore  should  never 
be  used  for  the  walls  of  buildings,  or  for  arches,  &c.  (213),  . .    144 

EXPERIMENTS  BOTH  WITH  NATURAL  AND  ARTIFICIAL  CEMENT, 
TRIED  IN  1837  AND  1838,  TO  ASCERTAIN  WHETHER  CEMENT 
MAY  BE  USED  TO  ADVANTAGE  IN  MASONRY,  AND  ALSO  TO 
ASCERTAIN  THE  COMPARATIVE  ADHESIVENESS  OF  THESE  TWO 
SORTS  OF  CEMENT  TO   LARGE  STONES. 

That  two  large  Braraley-fall  stones  were  cemented  together 
by  a  joint  of  artificial  cement  C4  J35,  measuring  1 131  superficial 
inches.  Unsatisfactory  nature  of  the  first  experiment  in  January 
1837,  in  very  frosty  weather,  when  the  cement  joint  being  10 
days  old,  was  broken  down  by  the  weight  of  the  lower  stone 
only,  2CB8  lbs.  Second  experiment  with  a  second  joint  of  the 
same  cement,  when  the  iron  hook  of  a  gyn,  by  w  liicli  the  stones 
were  suspended  broke.  That  their  fall  on  this  occasion  proba- 
bly injured  the  cement,  because  it  broke  down  afterwards,  when 
fiO  days  old,   under  a  weight  of  only  9G60  lbs.  (214) 14* 

Usual  appearance  of  cement  joints  when  fractured  (215).   14i>t 

Remarkable  experiment,  in  vchich  acement  joint  of  Messrs. 
Francis's  natural  cement,  Harwich  and  Sheppy  mixed,  after- 
wards uniting  the  same  two  stones  bore  3G,544  lbs,  after 
which  part  of  one  of  the  stones  broke,  whilst  the  cement  which 
was  then  forty  five  days  old,  remained  perfect,  i^pparatus  and 
arrangements  explained  (21G).  That  on  cutting  into  the  cement  ' 
joint,  the  inside  was  rather  soft.  That  4  iron  bearers,  let  4 
inches  into  the  sides  of  the  lower  stone  by  artificial  cement 
C4  B5,  each  of  which  bore  more  than  8000  lbs,  before  this 
accident,  prove  the  strength  of  iron  cantilevers  fixed  in  this  man- 
ner (217) , 150 

That  two  Bramley-fall  stones  smaller  than  the  former  were 
connected  with  Francis's  cement,  and  two  others  of  the  same 
size  with  artificial  cement  C4  B5'5,  each  joint  measuring  1000 
superficial  inches. 

That  the  eye  bolt  by  which  the  first  pair  of  stones  was  sus- 
pended giving  way,  when  a  weight  of  4193  lbs,  acted  upon 
Francis's  cement  joint,  both  stones  fell  down,  and  the  joint  was 
broken  in  the  fall.   (218) 152 
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Tliat  llio  eye  bolt  by  wliicli  the  sfccjiul  pair  o'f  stoius  was 
suspended  also  ijave  way,  \\\\ii\  .'Ail't  lbs,  acted  upon  the  artiti- 
eial  cement  joint,  and  the  stones  lell  down  but  without  any 
apparent  injury  to  the  joint,  notwithstanding;  which  the  cxperi- 
iiient  could  not  be  repeated,  because  one  ol  the  stones  was 
broken  in  the  tall.  That  these  experiments  with  the  Bramley- 
fall  stones,  which  did  not  prove  conclusive  as  to  the  compara- 
tive adhesiveness  of  the  two  cements  used,  occupied  more  tlian 
C  months.    ('218  continued) 153 

Inferences  deduced  from  the  above  experiments.  First,  that 
cement  may  be  used  to  the  greatest  advantage  in  masonry,  even 
of  the  largest  stones.  (219; 154 

Secondly,  that  the  cohesive  stronj^th  of  calcareous  cements 
should  never  be  estimated  by  the  superiicial  inch,  because  any 
cement,  whether  natural  or  artificial,  as  applied  to  a  large  joint, 
may  be  torn  asunder  by  a  much  smaller  weight  in  proportion  to 
its  surface,  than  would  be  necessary  for  separating  a  much 
smaller  joint  of  the  same  cement  and  of  the  same  age.  That 
this  arises  from  the  circumstance,  that  large  cement  joints  being 
less  accessible  to  the  externa!  air  set  more  slowly  in  the  center 
than  smaller  ones,  as  was  observed  in  the  experiments  with  the 
large  13ramley-fall  stones,  compared  with  those  with  the  small 
stone  bricks.  The  author's  conjecture,  that  in  process  of  time 
the  central  parts  of  large  masonry  built  with  cement  will  attain 
the  same  perfection  as  the  outside,  though  much  more  slowly. 
(220) ib. 

That  the  author's  object  in  trying  these  experiments  was  to 
ascertain  how  far  the  use  of  cement,  not  known  in  Smealon's 
time,  might  render  it  practicable  to  build  future  Lighthouses  in 
equally  exposed  situations,  with  less  dirticully  than  that  emi- 
nent Civil  Engineer  had  to  encounter,  in  the  construction  of  the 
Edystone,  and  Mr,  Stevenson  in  that  of  the  Bell  Ilock  Light- 
house, and  at  a  more  moderate  expense.  That  this  seems  to 
liave  been  proved  by  the  results  of  those  experiments  (221).. .   15G 

That  in  like  manner,  the  arches  of  first-rate  bridges  may  be 
built  with  bricks,  or  with  long  thin  stones  of  moderate  weight, 
and  cement,  at  least  in  situations  where  splendid  architecture  is 
not  required.   (222) 157 

EXAMPLES  OF  THE  APPLICATION  OF  CEMENT  TO  VARIOUS 
USEFUL  PURPOSES  IN  ARCHITECTURE,  WHICH  WOULD  HAVE 
BEEN    IMPRACTICABLE    WITH    THE    BEST    LIME    MORTARS. 

Remarkable  Summcrhouse  built  entirely  with  bricks  and 
cement  (Francis's),  the  walls,  projecting  eaves  and  roof  of 
which,  were  only  half  brick  thick  ;  and  the  roof  was  in  the 
particularly  unfavourable  form  of  a  sort  of  a  square  pyramid 
formed  of  four  inverted  arches  meeting  each  orher.  'Phat  the 
ornamental  mouldings  were  formed  of  fragments  of  plain  tiles 
put  on  with  cement.   (223  and  22 1) , , iO. 
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Page 
Mr.  Brunei's  rempjkaUIo  ONpoiinieiital   brick  bc-am,  of  22 
iVet  1)  inches  span,  strenijllionod  by  lioop  iron  bond.    The  suc- 
cessive weights  by  which  it  was  cracked  and  linally  broken, 

(225) 1(U 

Description  of  another  experimental  brick  beam,  of  21  feet 
4  inches  span,  afterwards  bnilt  by  Messrs.  IVancis  and  Sons, 

at  their  cement  works,  \'auxhall  (22G).* 1G2 

Of  the  application  of  cement  to  the  constrnction  of  flat 
roofs,  &c.   Mr.  Fowler's  remarkable  flat  roofs  of  plain  tiles  and 

cement  at  the  two  Taverns,  Hiingerford  Market  (227) IG3 

Mr,  Frost's  ingenious  tubulated  floors  and  flat  roofs  (228).   164 
Fire-proof  cieliiigs  of  arch  pots,  sometimes  termed  hollow 

cones,  and  cement.     In  what  bnildinos  used  (229) 165 

Fire -proof  partitions  of  bricks  and  cement  proposed  (230).    166 
Advantages  of  building  chimneys  with  cement  instead  of 
mortar.      Mr.  J3akcr's  suggestion  for  securing  chimney  breasts 
against  fire  penetrating  through  the  joints,  by  plain  tiles  and 

cement  (23 1 ) ib. 

Thai  small  materials  may  be  formed  into  steps  for  stair- 
cases by  means  of  cement  (232)  f 107 

GENERALOBSERVATIONSON  FIRE-PROOF  CONSTRUCTIONS. 

That  good  brickwork  is  perfectly  fire-proof;  but  that  the 
whole  of  a  brick  building  in  England  usually  requires  to  be 
pulled  down  after  a  Hre,  owing  to  the  injudicious  practice  ot" 
using  wooden  brcssunimers,  and  b  tting  wooden  wall  plates, 
girders  and  joists  into  the  walls  (233) ib. 

That  a  storehouse  having  iron  pillars  and  girders  and  stone 
floors  is  not  fire-proof,  if  filled  with  combustible  goods;  because 
if  these  catch  fire,  the  heat  will  split  the  iron  and  l)reak  the 
stones.  That  stone  floors  are  objectionable  for  tiiis  reason, 
and  arched  brick  floors  preferable  (233  continued) 163 

THAT  CEMENT,  JUDICIOUSLY  APPLIED,  MAY  DO  AWAY 
THE  NECESSITY  OF  TIMBER  CHAIN  BOND  AND  WOODEN 
LINTELS. 

That  the  adoption  of  brick  and  cement  and  hoop  iron  bond, 
in  place  of  timber  chain  bond  and  wooden  lintels  in  buildings, 
will  produce  equal  strength,  but  with  the  groat  advantage  of 
substituting  a  cheaper  and  an  incorruptible  and  incombtistible 
material,  instead  of  woodwork  (234) 109 

General  Remarks  on  the  superiority  of  cement  over  lime 
mortar.  That  cement  not  only  does  away  with  the  thrust  of 
arches,  but  might  render  centering  of  any  magnitude  unneces- 
sary. That  there  is  scarcely  any  form  of  covering  for  the 
roofs  of  buildings,  however  fantastic,  that  may  not  be  executed 
with  cement  and  brickwork  (235) ib. 

•  Tliis  description,  not  being  quite  accurate,  was  afterwards  corrected  in 
Articles  318  and  3G0. 

t  But  not  without  the  aid  of  lioop  iron,  as  was  afterwards  proved  by 
the  experiments  recorded  in  Articles  322,  32G  and  327, 
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iase 
The  posbibilitv  of  Jispeiising  wilh  regular  centering  proveil 
by  tlie  example  of  the  masons  of  Minorca,  wlio  have  adopted 
this  practice   in   building   arches   with  free   stone   and  a  very 
quick  setting  gypsum  called  Gueesh  (Note  to  235) 170 

EXPERIMENTS      ON       THE     COMPARATIVE     STRENGTH      OF 
NATURAL    AND    ARTIFICIAL    CEMENTS    CONTINUED. 

The  comparative  adhesiveness  to  Portland  stone  of  three 
sorts  of  artificial  and  two  of  natural  cement,  tried  in  competition 
with  each  other,  and  ascertained  in  the  follow ing  order  of  supe- 
riority, viz  :  1st  the  author's  artificial  cement,  C4  Bo  5,  chalk  4 
parts  and  blue  clay  05  parts  by  weight,  2d!y  C4  Bol,  chalk  4 
parts  blue  clay  6  and  protoxide  of  iron  I  part  by  weiglit,  3dly 
Alessrs.  Francis's  cement,  Sheppy  and  Harwich  mixed,  4thly 
Sheerness  Dock-yard  cement,  Sheppy  stone  1  measure  and 
Harwich  stone  3  measures  mixed,  othly  Frost's  artificial  ce- 
ment, much  the  weakest  of  the  whole.  The  results  of  these 
experiments  stated  in  Table  IX  (23G  and  237) '^. 

That  the  circumstance  of  iron,  which  would  add  greatly  to 
trouble  and  expense,  not  being  a  necessary  ingredient  for  an  ar- 
tificial cement,  is  fortunate  (238) 173 

The  causes  of  the  striking  inferiority  of  Frost's  artificial 
cement  explained  (289) ib. 

That  taking  all  circumstances  into  consideration,  the  author's 
artificial  cement  (C4  Boo)  is  at  least  ecpial  to  the  best  natural 
cements  of  England,  having  proved  superior  to  them  in  adhes- 
iveness in  most  of  the  experiments  tried  publicly  at  Chatham, 
and  only  inferior  in  one  out  of  many  (240) 175 

Comparative  adhesiveness  of  various  artificial  and  natural 
cement  mortars  to  Portland  stone.  Table  X.  (241) ib. 

That  these  last  experiments  prove  the  comparative  adhesive- 
ness of  artificial  cement  mixed  «iih  sand  to  be  much  greater 
than  could  have  been  inferred  from  similar  experiments,  previ- 
ously tried  and  recorded  in  Table  IV,  on  which  occasion  the 
cement  may  probably  have  been  stale.  That  at  first  the  author 
thought  it  probable  tliat  stale  cement  attained  in  lime,  but  much 
more  slowly,  the  sanie  strength  as  fresh  cement  of  the  same 
quality  ;  but  that  latterly  repeated  experiments  led  him  to  doubt 
the  accuracy  of  this  supposition,  as  he  found  that  staleness  was 
verN"  injurious  to  cement  (242) 176 

Tliat  the  resistance  and  cohesive  strength  of  cements  and 
cemrnt  mortars,  the  latter  being  estimated  by  their  adhesive- 
ness to  Portland  stone,  are  not  in  proportion  to  each  other 
(243).     This    circumstance   proved    by  the   following  Table. 

Table  XI.  Comparative  resistance  of  various  natural  and 
artificial  cements  and  cement  mortars,  experimented  upon  as 
small  square  prisms,  with  their  comparative  adhesiveness  also, 
extracted  from  the  two  preceding  Tables  ^243 continued] ib. 
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THE  SUBJECT  OF  WATER   LIMES  CONTINUED. 

That  the  auiiior's  mode  of  ascertaining-  whether  a  calcareous 
stone  was  a  water  cement  or  not,  as  described  in  from  Article 
45  to  47  inchisive,  was  the  best  that  could  have  been  adopted, 
but  not  satisfactory  when  aj)|)lied  to  the  water  limes.  That 
Smeaton's  mode  of  experimenting'  upon  such  limes  was  much 
better  (244) 178 

Rule,  partly  borrowed  from  M.  Vicat  and  General  Treus- 
sart,  FOR  ascertaining  whether  a  lime  has  hydraulic 
properties. 

That  the  lime  stone  must  be  well  burned,  pounded  and 
slaked,  by  mixing  it  with  water  into  a  paste,  and  that  if  it  should 
split  or  crack,  it  must  be  remixed,  until  thoroughly  slaked,  and 
pressed  down  upon  the  bottom  of  a  cup.  Then  if  perfectly  cool, 
but  not  before,  water  should  be  gently  poured  over  it  and 
the  paste  examined  daily,  until  it  resists  the  finger.  If  so,  it 
has  begun  to  set,  and  is  a  water  lime.  That  in  comparing  seve- 
ral limes  thus,  that  which  sets  the  soonest  is  the  strongest  (245).  179 

That  sand  injures  and  retards  the  setting  of  blue  lias  lime 
under  water  (24(i) 180 

OF    PUZZOLANA. 

Remarks  on  the  introduction  and  use  of  this  substance  in 
England.  That  trass  had  been  generally  used,  but  not  puzzo- 
lana,  until  Smeaton  gave  the  latter  the  preference  for  the  mortar 
of  the  Edystone  lighthouse,  in  making  which,  he  mixed  it  with 
blue  lias  slaked  lime  powder  from  Watchet  in  equal  measures. 
Ilismode  of  preservingthat  lime  whenslaked,in  casks,  &c.(247).     i^- 

That  the  natural  water  cements  of  England,  absurdly  termed 
Roman  Cement,  have  superseded  puzzolana  and  trass  in  private, 
but  not  entirely  in  public  works,  in  this  country  (248) 181 

That  puzzolana  in  itself  has  no  cementing  properties.  That 
when  mixed  with  lime,  it  constitutes  a  hydraulic  mortar,  setting 
much  more  slowly  than  either  the  natural  or  artificial  cements. 
That  some  think  this  mortar  becomes  in  time  eciually  efficient 
with  cement.  The  author's  doubts  of  the  accuracy  of  this 
opinion  (249) 182 

Smeaton's  hydraulic  mortars  for  various  purposes,  composed 
of  Aberthaw  or  other  water  lime,  mixed  with  puzzolana,  or  with 
puzzolana  and  sand,  stated  in  the  form  of  a  Table  (250) ib. 

Smeaton's  remarks  on  the  custom  of  beating  mortar  in  his 
time,  &c.  (251 ) ib. 

The  puzzolana  mortar  used  by  Mr.  Stevenson  in  building 
the  Bell  Rock  Lighthouse.  That  he  added  a  proportion  of 
sand  to  his  Aberthaw  lime  and  puzzolana.  That  Smeaton  ap- 
pears to  have  been  the  only  Engineer  in  this  country,  who  ever 
dis;pensed  entirely  with  sand,  in  making  puzzolana  mortar  (252).  183 

liemarks  on  puzzolana.  That  it  was  used  by  the  ancient 
Romans  (253).  That  the  author's  first  attempts  to  make  a  hy- 
draulic mortar  with  chalk  lime  and  excellent  puzzolana  in  1828 
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fast 

and  18'29,  failed,  owing  to  his  being  then  ignorant  of  the  proper 

mode  of  using  them  (254) 184 

That  he  sncceeded  afterwards  in  forming  a  hydraulic  nioitar 
wilh  chalk  limeand  the  same  puzznlanain  1837,buth  wilhoutand 
with  sand.  Thai  the  puzzolana  was  reduced  to  an  impalpable  pow- 
der, and  the  lime  thoroughly  slaked,  and  not  immersed  until 
about  an  hour  after  mixing  them.  That  the  addition  of  sand 
makes  puzzolana  mortar  set  much  more  slowly  under  water. 
(255  and  25G) 186 

OF  ARTIFICIAL   PUZZOLANA. 

That  a  rude  sort  of  artificial  puzzolana,  composed  of  brick- 
dust  or  tile  dust,  or  fragments  of  pottery  ground  to  powder,  was 
known  to  the  ancient  Romans,  and  has  since  been  used  in  the 
South  of  France  and  in  other  parts  of  the  Roman  Empire.  ("257).     ib. 

That  the  Dutch  made  a  belter  soi  t,  which  is  supposed  to  have 
been  passed  off  for  trass.  That  artificial  puzzolana  has  also 
been  made  in  Sweden  and  more  recently  in  France  ("i-jS) 187 

That  the  expedient  of  using  pounded  bricks  or  tilts  for  this 
purpose  was  not  unknown  in  England,  but  little  used.  Mr. 
John  While's  proceedings,  who  recommended  pounded  clinkers 
for  the  purpose  alluded  to  (259) 188 

EXPERIMENTS    ON    ARTIFICIAL    PUZZOLANA,    TRIED    AT 
CHATHAM    IN    lS^j7. 

That  the  calcined  blue  clay  of  the  Medway  forms  a  better 
artificial  puzzolana,  than  the  calcined  brown  pit  clay  t)f  L  pnor, 
but  rather  inferior  to  the  natural  puzzolanas,  in  its  water  setting 
properties  (*2(iO) ib. 

Inference  from  the  above.  That  the  finest  clays  make  the 
best,  and  pounded  bricks  the  worst,  artificial  puzzolana  ("201).   189 

That  no  hydraulic  mortar  except  cement  will  set  on  the  out- 
side of  walls  exposed  to  the  violent  action  of  water.  That  puz- 
zolana mortars,  as  well  as  those  of  the  8troni;e$.l  hydraulic  limes 
require  to  be  protected  by  cement  in  all  the  external  jdiiils. 
That  the  mnrtar  of  walls  built  wilh  the  weaker  hydraulic  limes 
will  not  set  under  water,  unless  improved  by  puzzolana,  as  well 
as  guarded  in  front  and  rear,  or  on  bolh  sides,  by  cenjcnt  (2C2).     ib. 

DESCRIPTION  AND  PRESENT  STATE  OF  THE  COMMON 
AND  PUZZOLANA  .MORTARS  USED  IN  THE  CONSTRUCTION 
OF  THE  DOCKS  OF  KINGSTON  UPON  HULL,  EXTRACTED 
FROM  MR.  TIMPERLEY's  ACCOUNT  OF  THE  WORKS  OF 
THAT  PORT,  WITH  THE  AUTHOR'S  REMARKS  UPON  THE 
FACTS   RECORDED   THEREIN. 

That  the  author's  doubts  of  the  efficiency  of  the  weaker 
hydraulic  lime  m^irtars  were  caused  by  reading  Mr.  Timperley's 
account  of  the  Harbour  and  Docks  o(  Kin^ston-upon-Hull,  pub- 
lished in  the  first  volume  of  the  Iransactions  of  the  Institution 
of  Civil  Engineers.  His  description  of  the  imperfect  state  of  the 
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nioitai'8  of  the  Hiiiiiber  Dock,  except  where  mixed  with  puzzo- 
hma,  al  the  end  of  IS  or  20  years  ;  and  of  the  imperfect  slate  of 
ereat  part  of  the  moilar  of  the  Old  Dock  at  the  end  of  50  years 
(-263  to  205) ' 190 

That  the  bond  of  the  brickwork  in  the  Old  Dock  walls  was 
bad.  The  separations  of  the  front  from  the  back,  and  of  the  coun- 
terforts from  the  body  of  this  wall  (200) 193 

The  author's  opinion,  that  none  of  these  separations  could 
have  taken  place,  had  the  wall  been  built  with  cement  mortar, 
insteadof  Warmsworlh  lime, a  weak  hydraulic  lime, mortar  (207).    194 

That  from  observing-  those  failures,  Mr.  Walker  adopted 
puzzolana  mortar  to  finish  the  Junction  Dock  (20S) ib. 

That  water  found  its  way  through  the  wall  of  this  Dock,  from 
the  rear,  except  where  puzzolana  moi  tar  had  been  used...  (209)   195 

Moist  state  of  part  of  the  mortar  of  the  old  Fortifications  of 
Hull,  built  in  the  time  of  Edward  the  Second  (270) 196 

The  author's  opinion,  that  good  hydraulic  mortar  should  be 
used  not  only  for  the  front,  but  for  the  back  also,  of  the  wall  of 
a  dock,  basin  or  wharf,  when  inferior  mortar  is  used  for  the  cen- 
ter, but  that  it  is  best  to  reject  inferior  mo.tar altogether,  and  to 
use  good  hydraulic  mortar  for  the  whole  wall.     Illustrations  of 

the  above  rule  from  Mr.  Timperley's  paper  (271) ib. 

Importance  of  the  Institution  of  Civil  Engineers  and  of  the 
Papers  called  forth  by  it,  and  embodied  in  its  transactions. 
Suggestions  of  the  author  for  ascertaining  the  period,  in  which 
each  sort  of  hydraulic  mortar  sets  in  the  center  of  wharf  walls, 
&c,  exposed  to  the  action  of  water  (272) ib. 

Explanation  of  the  author's  objections  to  the  use  of  the  weak 
hydraulic  limes  for  wharf  walls.  Example  of  one  such  wall, 
where  Dorking  lime  mortar  has  been  found  perfect,  at  the  end 
of  25  years  (273) 197 

Observations  on  the  dimensions  of  the  sort  of  curved  leaning 
revetment,  usually  adojited  by  the  Civil  Engineers  of  this  country, 
for  their  wharf  walls  (274) 198 

Description  of  the  profiles  of  the  Ilumber  Dock  wall,  and  of 
the  Junction  Dock  wall  at  Hull,  both  built  according  to  this 
system.  That  the  former  was  scarcely  strong  enough  (Note  to  274),     ib. 

That  good  hydraulic  mortar  should  be  used  for  the  entire 
ma«s  of  every  dock  or  what  f  wall,  to  be  pointed  afterwards  with 
cement,  when  the  wall  shall  have  settled,  or  just  before  the 
removal  of  the  cofferdams,  if  used  (275) 199 

The  author's  opinion,  that  cement  mortar  is  much  the  most 
perfect  of  all,  for  dock  and  wharf  walls.  This  opinion  borne 
out  by  Mr.  Timperley's  observations  (270) 200 

HASTY    EXPERIMENTS   TRIED    AT    CHATHAM,  IN    lR:i8,  ON 
VARIOUS  LIMES,  LIME    MORTARS  &    PUZZOLANA   MORTARS. 

Their  comparative  resistances  as  small  square  pri-sms,  and  their 
B*-2 
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comparative  adhesiveness  to  Portland  stone,  at  ages  not  exceed- 
in-  19  days.  Tables  XII.  and  Xm.  (-277) 200 

Inferences  from  tin;  above.  First,  that  sand  diminishes  the 
adhesiveness,  resistance  and  water-setting  powers  of  cement, 
and  that  pnzzolana  is  still  more  injurious  to  it  (278). 202 

Secondly,  tiiat  sand  diminishes  the  adhesiveness  of  chalk 
lime,  but  sliijhily  increases  that  of  Hailing  lime.  That  it  dou- 
bles the  resistance  of  chalk  lime,  and  increases  that  of  Hailing^ 
lime  l)y  one  half  (270) 203 

TInrdly,  tiiat  it  increases  the  adhesiveness  and  resistance  of 
strong  hydraulic  limes  slightly.  That  3  measures  of  sand  to  1 
of  blue  lias  lime  make  tolerably  good  mortar,  hut  that  2  of  sand 
to  1  of  blue  lias  are  better  (270  continued) ib. 

Fourthly,  that  a  moderate  quantity  of  sand  should  be  used 
with  cement  for  economy,  except  under  critical  circum- 
stances and  for  very  important  works.  That  sand  should  always 
be  used  with  lime  (270  continued) ib. 

Fifthly,  that  puzzolana  makes  common  chalk  lime  set  under 
water.  That  it  increases  its  adhesiveness  moderately,  but  its 
resistance  nearly  sixfold  in  17  days,  rendering  it  double  of  that 
of  the  best  concretes  and  moitars  made  of  the  same  lime  1  year 
old  (280) ib. 

That  chalk  lime  mortar  appears  to  acquire  as  much  adhesive- 
ness in  2  or  3  weeks,  as  it  is  capable  of  acquiring  in  20  or  30 
years.  That  its  maximum  strength  is  very  moderate  and  its 
hardness  only  superficial  (280  continued) 204 

Ilemarks  on  the  mortar  of  an  old  Priory  at  Dover,  built  in 
the  reign  of  Henry  the  First.  Its  extreme  hardness  at  the  sur- 
face, and  softness  inside  (Note  to  280) ib. 

Sixthly,  that  1  nieasure  of  sand,  1  of  puzzolana  and  1  of 
chalk  lime,  make  the  strongest  puzzolana  mortar  of  that  lime, 
'liiat  1  measure  more  of  sand  diminishes  it  risistancedO  per  cent, 
which  must  be  very  injurious  if  used  under  wattr  (280  continued),     ib. 

Seventhly,  that  pnzzt.lana  must  be  used  with  all  the  weaker 
hydraulic  limes.  'I'hat  Hailing  lime  is  unfit  for  the  faring  of 
wharf  walls.  Example  of  this  at  the  new  I]aths,  llochtster. 
(280  continued) 205 

Li^'hlhly,  that  puzzolana  increasCvS  the  strength  of  blue  lias 
lime  mortar,  but  in  so  moderate  a  degree,  that  it  is  not  worth 
whileto  use  it  in  this  countiy,  unh-ss  its  price  were  to  become 
as  low  as  that  of  the  lime  it-tlf  (280  continued'). ib. 

(jeneral  Uemaiks  on  the  above  experiments.  That  more  nu- 
Tuerons  expcrinrenls  might  perhaps  alter  or  modify  their  average 
results    (281) 20C 

OF  THE  COMPARATIVE  ACCURACY  OF  MEASUREMENT  AND 
OF  WEIGHT,  IN  ESTIMATING  THE  ACTUAL  QUANTITIES  OF 
LIME,  SAND  AND  PUZZOLANA,  FOR  COMMON  AND  HY- 
BRAULIC  MORTARS. 

Preliminary  Remarks  on  the  uncertainty  of  measure,  as  an 
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estimate  of  actual  quantity,  in  such  substances  as  coals  and  lime, 

but  especially  of  the  former  (iS"?  lo  284) 20G 

The  author's  Treatise  on  Measures,  Weights  and  Money, 
quoted  (Note  to  282) 20.7 

FOUR  MODES  OF  MEASURING  LIME. 

First  in  lumps,  as  it  comes  from  tiie  kiln  (285).  Second 
mode  in  slaked  lime  powder  (280).  Third  mode  in  quick  lime 
powder  (287).  Fourth  mode  in  slaked  lime  putty  or  paste (288).  209 

Experiments  to  ascertain  comparative  quantity  by  those  four 
modes,  in  reference  to  weight  (289  and  290) 211 

Of  the  increase  of  weight  in  the  slaking  of  quicklime  to  a 
powder  by  wateiing  it.  That  very  little  more  than  one  half  of 
the  quantity  of  water  used  is  solidified  (291) 214 

Of  the  circumstances,  which  may  render  the  measurement  of 
lime  in  the  state  cf  fine  powder  uncertain.  Examples  of  this,  in 
respect  to  the  mortar  of  the  Edystone  and  of  the  Bell  llock 
Lighthouses   (292  and  293) ib. 

That  the  measurement  of  puzzolana  is  liable  to  much  less 
uncertainty  than  that  of  lime,  10  measures  of  dry  impalpable 
powder  measured  lightly,  being  e<iual  to  9g  measures  of  stiff 
paste,  and  to  8g  measures  of  dry  powder  well  compressed  (294).  215 

That  10  measures  of  moist  sand  are  equal  to  about  8g  mea- 
sures of  the  same  perfectly  dry,  and  to  7  measures  of  the  same 
thoroughly  wetted  (295) 216 

Unsatisfactory  nature  of  experiments  tried  by  the  author, 
for  ascertaining  the  comparative  spaces  occupied  by  the  same 
quantity  of  three  sorts  of  lime  in  different  states,  as  recorded  in 
Table  XIV,  and  more  clearly  shown  in  an  abstract  of  the  re- 
sults contained  therein,  also  stated  in  the  form  of  a  Table  (290 
and  297) 217 

Of  the  gradual  increase  of  the  weight  and  bulk  of  quicklime 
caused  by  exposure  to  air.  The  results  of  experiments  on  this 
subject,  stated  in  Table  XV.  That  the  bulk  of  quicklime  pow- 
der, kept  in  a  dry  room,  had  gradually  doubled,  but  that  its 
weight  had  only  obtained  an  increase  of  one  7th  part,  by  ex- 
posure to  the  atmosphere,  in  6  weeks  (298) 219 

Of  the  rapid  increase  in  the  weight  of  quicklime,  when 
converted  into  a  hydrate  by  mixing  it  with  water.  I'hat  chalk 
lime  thus  treated  appears  to  recover  in  14  days,  nearly  the  whole 
weight  of  carbonic  acid  gas,  driven  off  from  it  in  the  kiln  (299)  220 

That  weight  affords  a  much  more  accurate  estimate  of  the 
quantity  of  lime  than  measurement.  The  author's  opinion,  that 
for  this  reason  it  would  be  much  better  to  sell  lime  by  weight,  as 
was  the  custom  in  Ireland,  than  by  measure  as  in  England  (300)  221 

That  the  most  accurate  mode  of  determining  proportions  of 
any  sort  of  mortar  would  be  by  weight  of  lime  and  by  measure 
of  sand.  That  Dr.  Higgins  is  the  only  author,  who  determined 
the  proportions  both  of  his  lime  and  sand  by  weight.  No  ad- 
vantage in  weighing  the  latter  substance  (300  continued.)  ....  222 
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Thai  il  is  desirable  to  specify  the  propcjrtions  of  the  ingre- 
dients of  mortars  with  more  precision,  in  describing  important 
works,  thin  has  hitlitrto  been  usual.  Suggestions  for  this  pur- 
pose. That  tire  ii«!cessity  of  grrindinj?  puzzolana  to  an  impalpable 
powder  is  not  generally  known,  and  tiieiefore  should  form  a  part 
of  every  Eiiijineer  or  Architect's  specification,  who  orders  il  to 

be  used  (30 1 ) 223 

EXPERIMENTS   CONTINL'ED. 

That  puzzolana  injures  cement  in  all  its  properties  (30*2)..  .   226 
Comparative  resistance  of  various  mixtures  of  cement  with 
natural  and  artificial  puzzolana,  with  and  without  sand,  and  also 
of  chalk    lime  and  its  mortars,    with  and  without   puzzolana, 
formed  into  small  square  prism?,  etc.     Table  X^  I.  (303)...     227 

Table  XVII.  Comparative  adhesiveness  to  Portland  stone, 
of  various  mixtures  of  cement  with  natural  and  artificial  puzzo- 
lana, with  and  without  sand,  and  also  of  chalk  lime  and  its  mor- 
tars, with  and  wiUiout  puzzolana,  tofrether  with  the  resistance 
of  the  same   mixtures,  repeated   from  the  preceding  Table  (303 

continued) 220 

Experiments  on  the  water-setting  powers  of  various  mixtures 
of  chalk  lime,  with  puzzolana  both  natural  and  artificial,  with 
and  without  sand.  That  none  of  thtm  would  set  under  water 
when  immersed  immediately,  or  in  less  than  two  days  after  they 

were  made (304) ib. 

That  theartificial  puzzolana,  made  by  calcining  the  blue  clay 
of  the  Medway,  is  not  quite  equal  in  its  water-setting  proper- 
ties to  the  pui^zolana  of  Italy,  Sc  also  rather  inferior  to  it  in  resist- 
ance ;  but  that  it  is  much  superior  to  it  in  adhesiveness  (305) . .   230 

That  puzzolana,  and  trass  and  the  coloured  clays  of  nature, 
together  with  several   basalts  and  schistous  rocks,  all  agree  in 

ibeir  chemical  component  parts  (30(5) 231 

The  author's  opinion,  that  an  efficient  artificial  puzzolana 
may  be  made  by  the  moderate  calcination  of  any  very  fine  im- 
palpable plastic  clay,  but  that  he  doubts  whether  basalts  or  schists 

are  equally  suitable,  as  has  been  asserted  (30(>  continued) ib. 

That  compact  clays  not  soft  enough  to  be  plastic,  and  yet 
not  hard  enouijli  for  building  purposes,  might  probably  make  an 
artificial  puzzolana  (3()()  continued) 232 

FARTUER  EXPERIMENTS  ON  THE  STRENGTH  OF  CEMENT 
JOINTS    FOR   CONNECTING    LARGE    STONES. 

Two  Bramley-fall  stones  being  connected  by  artificial  cement 
C4  135-5,  the  joint  intended  to  measure  1000  superficial  inches 
was  torn  asunder  by  8450  lbs,  but  on  examination  it  proved  im- 
perfect, the  surface  of  the  cement  being  only  830  inches  (307).     ib. 

The  same  experiment  being  repealed  with  a  more  perfect 
joint,  an  iron  bolt  broke,  after  applying  7II0lbs,  and  after- 
wards an  iron  plug  broke  after  11825  lbs,  were  applied  (308).     ib. 
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Next  day  the  joint  broke  under  12,982  lbs,  when  17  days 
old.     That  the  artificial  cement  used  possesses  not  ouly  great 
adhesiveness   but  considerable  toughness,  in  which  it  appeared 
to  excel  the  natural  cements  (308  continued) . 233 

EXPERIMENTS  TRIED  AT  CHATHAM  ON  THE  RESISTANCE 
OF  TWO  BRICK  BEAMS  BUILT  WITH  NETT  CEMENT,  ONE 
WITH  AND  ONE  WITHOUT  HOOP  IRON  BOND;  AND  OF  A 
THIRD  BRICK  BEAM,  BUILT  WITH  HALLING  LIME  MORTAR, 
WITH  HOOP  IRON   BOND. 

The  three  experimental  brick  beams  described,  each  18f 
inches  wide,  12  inches  high,  and  13  feet  1  inch  in  extreme 
length,  with  10  fret  between  the  bearings,  resting  on  piers  2^ 
bricks  square,  Tlie  1st  with  nett  cement,  the  2nd  with  nett 
cement  and  5  longitudinal  pieces  of  hoop  iron  bond,  the  3rd 
with  Hailing  lime  mortar  and  5  pieces  of  hoop  iron  bond,  which 
were  all  broken  down  when  the  cement  or  mortar  was  50  days 

old  (309) ih. 

That  the  first  beam  broke  down  under  498  lbs,  (310) 23o 

That  the  second  beam  cracked  under  371B  lbs,  and  that  the 
brickwork  was  broken  entirely  across  by  4523  lbs,  butwasheld 
together  by  the  hoop  irons,  which  afterwards  required  4314  lbs, 
to  break  them.  That  the  brickwork  of  this  bf^am  bore  nearly  9 
times  the  weight,  that  the  former  beam,  which  had  no  hoop  iron 

bond,  had  been  able  to  bear  (311) ib. 

That  the  second  beam  was  not  weaker  in  proportion  to  its 
dimensions,  than  IMr.  Brunei's  and  Messrs.  Francis's  experi- 
mental brick  beams  (312) 237 

That  the  woodwork  for  supporting  the  third  beam  was  re- 
moved when  the  mortar  was  42  days  old,  but  replaced  until  it 
was  50  days  old.  That  742  lbs,  partially  broke  this  beam,  and 
that  361  lbs,  more,  broke  it  down  entirely.  That  one  half  of  it 
was  broken  into  small  fragments,  but  that  the  other  half  remained 
sound,  in  consequence  of  the  irons  on  this  side  not  having  been 
drawn  inwards,  along  the  joints,  as  on  the  former  side  (313)..,  ib. 
That  these  experiments  prove  the  great  importance  of  hoop 

iron  bond  (314) 238 

That  cement  bond  of  4  or  5  courses  of  brickwork  laid  in 
nett  cement,  if  strengthened  by  longitudinal  pieces  of  hoop 
iron  in  all  the  joints,  may  supersede  the  wooden  lintels  of  doors 
and  windows,  and  all  timber  bond  generally  in  the  walls  of 
buildings.  That  the  ends  of  hoop  iron  used  as  bond  need  not 
be   united,   but   turned   down    into  the   vertical  joints  of  the 

brickwork  (315) 239 

That  a  continued  string  of  cement  bond  in  a  building  is  not 
exposed  to  the  same  unfavourable  action  as  those  experimental 
brick  beams,  for  it  is  not  required  to  support  more  than  its  own 
weight,  and  is  pressed  down  from  above,  as  well  as  supported 
from  below  (315  continued) <6. 
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That  the  flattest  and  thinnest  brick  aod  cement  arcii  has 
pufficient  power  of  resistance,  in  openings  of  10  or  l.j  feet; 
but  that  a  straight  brick  and  cement  beam  is  not  to  be  recom- 
mended, without  hoop  iron  bond  (:Jlo  continued)    240 

Experiment  on  the  fragment  of  the  first  brick  and  cement 
beam,  as  a  shorter  beam,  at  bearings  of  only  3  feet  (310). .  .  .      ib. 

Kxperiraent  on  the  fragment  of  the  third  brick  beam,  at 
bearings  of  2  feet  2^  inches  (317) ib. 

FINAL     BESISTANCE     OF     MESSRS.    FRANCIS'S    EXPERIMENTAL 
BRICK    BEAM    BEFORE    DESCRIBED. 

That  it  broke  down  on  the  14th  of  February  1838,  under  a 
weight  of  more  than  50,000  lbs.*  Its  appearance  after  it  fell  (31 8).  ib. 

downfalofmr.brunel'ssemi-arches,  before  described. 

Tliat  this  took  place  during  the  late  severe  winter,  but  not 
owing  to  the  frost,  which  had  no  eflPect  on  the  cement. f  (319).  242 

Additional  example,  that  cement  is  frost-proof,  afforded  by 
tlu'  brick  and  cement  Summer-house,  before  described,  not 
ha\  ing  been  affected  by  the  same  severe  winter  of  1837-8  (320).  243 

EXPERIMENTS  ON  THE  STRENGTH  OF  HOOP  IRON. 

That  the  results  of  these  agree  nearly  with  the  statements 
of  the  strength  of  iron   of  this  description,  in   the  works  of 

Barlow  and  Tredgold  (321) ib. 

EXPERIMENTS  CHIEFLY  ON  THE  COMPARATIVE  RESIST- 
ANCE OF  YORKSHIRE  STONE  AND  OTHER  BUILDING 
MATERIALS. 

That  common  bricks  of  good  quality,  united  by  nett  cement 
are  much  too  weak  for  the  steps  of  a  geometrical  staircase,  as 
was  before  proposed,  and  that  even  with  the  aid  of  hoop  iron 
they  are  scarcely  strong  enough  for  this  purpose 244 

Experiment  proving  the  first  part  of  the  above  statement  (322)     ib. 

Experiment  proving  the  second  part  of  it.  That  brick  and 
cement  steps  with  hoop  iron  bond  are  nut  strong  enough,  unless 
made  inconveniently  high  (323) 245 

Comparative  resistance  of  Yorkshire  stone,  tiles  and  bricks, 
experimented  upon  as  small  square  prisms,  stated  in  Table 
XVIII.  (324) ib. 

That  the  resistance  of  tiles  exceeds  that  of  common  bricks 
of  good  quality  by  about  one  half,  that  Yorkshire  stone  exceeds 
tiles  2.J  times,  superior  bricks  4  times,  and  inferior  brick  9 
times,  in  resistance  (324  continued) 24G 

That  a  Yorkshire  stone  step  of  convenient  width  and  height, 
projecting  4  feet  from  and  fixed  9  inches  into  a  w  all,  w  as  broken 
down  under  3514  lbs.  (325) ib. 

•  Some  little  inaccuracies  in  this  article  were  corrected  afterwards  in 
Article  3G0. 

t  The  construction  of  these  semi-arches  more  accurately  explained,  and 
the  circumstances  of  their  dowofal  more  fullv  slated,  in  the  Appendix, 
Article  cxli. 
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That  an  artificial  step  of  plain  tiles  and  cement  with  hoop 
iron  bond,  of  the  same  length  and  fixed  in  the  same  manner, 
but  differing  a  little  in  its  other  dimensions,  was  broken  down 
by  'I'SiUi  lbs,  when  the  cement  was  105  days  old  (32G) 247 

That  an  artificial  step  of  paving  tiles  and  cement  with  hoop 
iron  bond,  of  the  same  length  also,  but  smaller  in  its  other  di- 
mensions, and  fixed  in  the  same  manner,  was  broken  down  by 
1263  lbs,  when  the  cement  was  107  days  old  (327) 248 

That  paving  tiles,  though  not  quite  so  strong,  are  better 
than  plain  tiles,  for  the  above  purpose,  because  they  give  less 
trouble  in  tlie  workmanship.  That  they  should  be  moulded  on 
purpose,  if  used  for  staircases,  of  greater  length,  and  both  as 

tiles  and  halt  tiles  (327  continued) 249 

That  the  above  experimental  steps  had  a  more  severe  trial  than 
those  in  a  building,  which  have  some  support  from  below  (328).     ifj. 

That  long  ihin  stones  such  as  schists,  &c,  united  by  cement 
with  hoop  iron  bond,  may  also  be  used  for  artificial  steps  (329).  250 

Experiments  on  the  comparative  resistance  of  scjuare  prisms 
of  equal  size,  partly  of  solid  Yorkshire  stone,  and  partly  of 
smaller  pieces  of  the  same  stone  united  by  cement,  with  and 
without  hoop  iron  bond  (330,  331,  332  and  333) ib. 

That  the  average  resistance  of  the  cement  joints  aided  by 
hoop  iron,  in  these  experiments,  was  scarcely  equal  to  one  third 
part  of  that  of  solid  stone,  the  cement  being  101  or  102  days 

days  old  (333  continued) 252 

Experiments  with  the  fragments  of  the  several  steps  of  York- 
shire stone,  of  plain  tiles  and  cement,  and  of  paving  tiles  and 
cement,  now  tried  as  beams  (334,  335,  33G  and  337) 252 

Experiments  on  the  resistance  of  three  large  artificial  stones 
made  by  JMr.  Ranger  for  the  works  in  Woolwich  Dock-yard, 
and  2  years  old,  also  tried  as  beams   (338) 253 

Inferences  from  the  above  experiments.  That  the  resist- 
ance of  Yorkshire  stone  exceeds  that  of  a  beam  of  equal  dimen- 
sions composed  of  tiles  and  cement  with  hoo|)  iron  bond,  by 
about  56  per  cent;  but  that  it  is  13  times  greater  than  that  of 
Ranger's  artificial  stone  (339) 254 

FINAL  REMARKS  UPON  THE  RESISTANCE  OF  CEMENT  JOINTS. 

That  over  openings  they  require  the  aid  of  hoop  iron  or  of 
some  similar  bond,  but  that  in  all  other  cases,  though  inferior  to 
stone,  their  resistance  is  much  superior  to  any  weight  or  strain 
that  can  possibly  act  upon  them,  being  greater  than  that  of 
sound  chalk  and  of  well  burned  but  inferior  bricks  (340  &  341).  256 

General  observations  upon  the  foregoing  experiments  for 
ascertaiinng  the  resistance  of  stone  and  other  materials.  That 
no  rule  hitherto  given  is  satisfactory,  as  applied  to  beams  of  very 
unequal  dimensions,  but  of  the  same  material  (342) 257 

Remarks  on  the  difficulties  of  this  subject,  to  explain 
which  the  following  Table  has  been  drawn  up,  containing  not 
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only   the   results   of   the    experiments   last  described,  but  of 

former  ones  (313) 258 

Table  XIX.  Comparative  resistances  of  Yorkshire  stone, 
bricks  and  tiles,  as  small  prisms,  and  of  the  same  substances 
united  by  cement,  with  and  without  hoop  iron  bond,  and  also 
of  concrete  and  moitur,  as  prisms,  beams,  dc,  (343  continued).  251) 

OF    WHARF    WALLS    WITH    AND    WITHOUT    COUNTERFORTS. 

That  in  wharf  walls  having  countei forts  and  built  with 
cement  mortar,  the  extraordinary  adhesiveness  of  the  cement 
insures  the  stability  of  the  profile.  This  proposition  proved  by 
reference  to  former  experiments  (344) ib. 

Remarks  on  the  erroneous  nature  of  the  former  generally 
received  theory  of  the  pressure  of  earth  on  revetments  or  re- 
taining walls,  confuted  by  experiments  tried  by  the  author  in 
1B16,  and  recorded  in  his  Course  of  Elementary  Fortification 
(Note  to  Article  344) 2G0 

That  neither  weak  hydraulic  mortar,  nor  common  chalk  lime 
mortar  have  adhesiveness  enough,  to  prevent  the  pressure  of 
earth  upon  a  wharf  wall,  subject  also  to  the  action  of  the  tides, 
from  gradually  separating  it  from  its  counterforts  (345).. .....    261 

That  this  has  been  partly  proved  by  the  gradual  failure  of 
the  oldGun  \\  harfwall  at  Chatham,  finished  about  40yearsago 
with  common  chalk  lime  mortar,  of  a  profile  which  appears  to 
have  been  strong  enough,  if  good  hydraulic  mortar  had  been 
used  in  building  it  [345  and  34G) ;  and  partly  by  the  gradual 
failure  of  the  wharf  wall  of  the  old  Dock  at  Hull,  before 
described,  built  with  \Varmsworth  (a  weak  hydraulic)  lime 
mortar  (347) ib. 

'i'hal  the  failure  of  the  Old  Gun  Wharf  wall  at  Chatham 
was  rather  the  error  of  the  age,  than  of  the  Ji!ngineer  who 
planned  it,  and  of  the  then  Master-General  and  Board  of  Ord- 
nance who  approved  his  plan,  at  least  half  a  century  ago;  as 
Smeaton  had  not  published  on  water  limes,  ike,  and  the  proper- 
ties of  the  Shoppy  and  Harwich  cements  had  not  been  discov- 
ered, until  after  that  period.  That  the  author  would  have 
preferred  not  noticmg  the  state  of  this  wall,  if  failures  were  not 
the  most  important  lessons  in  practical  architecture  (348) 264 

That  wharf  walls  without  counterforts,  if  built  of  a  su(B- 
ciently  strong  profile,  but  with  mortar  of  an  inferior  quality,  have 
an  advantage  over  those  with  counterforts,  built  w  ith  the  same 
sort  of  mortar.  'I'hat  the  former  construction  has  been  adopted 
in  the  \Vharf  \Vall  of  the  Royal  Arsenal  at  Woolwich,  and  in 
the  new  Gun  \^'harf  wall  at  Chatham  (349) ib. 

RE.MARKS  ON  TRASS. 

Its  efficiency  as  an  ingredient  for  hydraulic  mortar,  when 
judiciously  used.  That  an  old  brick  wharf  wall  built  with  trass 
mortar,  in  N^'oolwich  Dock-yard,  and  another  faced  with  it  in 
Chatham  Dock -yard,  \%ere  in  a  good  state,  and  the  mortar  of 
both  very  hard,  w  hen  inspected  by  the  author  (350) ib. 
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lliat  the  circumstance  of  liass  growing  in  the  joints  of 
masonry  remarked  by  Smeaton,  must  have  been  owing  to  its 
being  mixed  with  an  injudicious  excess  of  chalk  Hme.  The 
author's  opinion  that  the  same  defect  would  be  observable  in 
puzzolana  mortar  also,  if  mixed  with  chalk  lime  in  the  same  pro- 
portions. That  chemical  analysis  proves  trass  to  be  almost 
identical  with  puzzolana  (350  continued) 20^ 

DESCRIPTION  OF  THE  METHODS  ADOPTED  IN  UNDERSET- 
TING THE  FOUNDATIONS  OF  THE  NEW  CUSTOM-HOUSE  AT 
LONDON,  AN  D  OF  A  STOREHOUSE  IN  CHATHAM  DODK-YARD. 
The  failure  of  the  piled  foundations  of  the  new  Custom-house 
at  London,  and  the  downfal  of  a  part  of  the  tioor  of  that  build- 
ing described.     Sir  Robert  Smirke  called   in   to  remedy    the 

defects  in  the  construction  of  the  former  Architect  (351) ib. 

Causes  of  these  failures  explained  (Note  to  the  same  Article).  266 
Sir  Robert  Smirke's  mode  of  undersetting  the  walls  of  the 
new  Custom-house,  with  concrete,  Yorkshire  landing  stones, 

and  brickwork  laid  in  cement  (352) 2G7 

Messrs  Taylor  and  Ranger's  mode  of  undersetting  the 
storehouse  in  Chatham  Dock-yard.  That  the  walls  of  the  whole 
of  this  building  were  underset  with  concrete  alone,  in  a  pecu- 
liar manner,  excepting  a  part  of  the  S.West  end  of  the  front  wall, 
which  was  pulled  down  and  rebuilt  on  a  concrete  foundation. 
That  this  was  done  in  1834.  and  that  several  new  cracks  have 
since  taken  place,  owing  to  a   subsequent  settlement  of  the 

walls,  probably  amounting  to  2  inches  (353) 268 

Remarks  on  those  two  ditterent  methods  of  undersetting 
the  walls  of  buildings.  That  the  Yorkshire  stones  and  brick 
and  cement  bond  used  by  Sir  Robert  Smirke  at  the  new  Cus- 
tom-house, have  equalized  the  pressure  of  the  walls  on  every 
part  of  the  concrete,  and  prevented  cracks  or  partial  settle- 
ments. That  in  the  Chatham  storehouse  on  the  contrary,  the 
walls  not  being  of  uniform  weight,  by  pressing  directly  on  the 
concrete,  have  caused  settlements  in  various  parts;  and  that 
the  building  now  seems  to  be  in  as  much  danger  as  before, 
though  not  so  in  reality,  concrete  being  incorruptible,  which 

the  former  timber  foundation  was  not  (354) 269 

That  the  facings  of  concrete  or  artificial  stone  for  the  wet 
docks  and  wharfs  in  her  Majesty's  Dock-yards  at  Woolwich 

and  Chatham  have  failed  (355) 270 

That  some  interesting  experiments  of  Lieut.  Denison,  r.e. 
have  proved,  that  if  artificial  stone  made  with  blue  lias  lime  be 
allowed  two  years  to  set  in  air  previously  to  immersion,  it  will 
not  be  decomposed  by  the  action  of  water  alone.  That  not- 
withstanding this  circumstance,  artificial  stone  should  never  be 
used  for  the  facing  of  wharf  walls  exposed  to  the  tides,  being 
unable  to  resist  the  action  of  frost.  That  severe  frost,  whicli 
may  destroy  the  whole  front  of  a  wharf  wall  faced  with  concrete, 
can  do  very  little  injury  to  one  built  of  good  bricks  or  stonc(356).  272 
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That  the  best  artificial  stone,  even  if  it  were  frost  proof,  as 
well  as  waterproof,  is  far  too  weak  to  resist  the  collisions 
to  wliich  wharf  walls  are  exposed.  That  from  its  extreme 
weakness,  it  should  never  be  used  for  the  walls  of  buildings  at 
all  (3.j6  continued) 272 

precai;tions  necessary  for  preventing  settlements 
in  the  walls  of  buildings  on  concrete  foun  d  ati  on  s,»ic. 

That  concrete  being  liable  to  settlements  like  mortar, 
which  forms  the  principal  part  of  it,  care  must  be  taken,  in 
commencing  a  building  over  a  concrete  foundation,  to  use  ce- 
ment mortar  and  hoop  iron  bond,  and  to  construct  inverted 
arches  under  all  the  openings  of  doors  and  windows  (357).  . .      ib. 

That  concrete  backing  in  wharf  walls  should  be  connected 
well  with  the  facing,  and  should  be  sufficiently  substantial  to 
dispense  with  counterforts  (358) 273 

That  concrete  may  be  used  for  the  revetments  of  Fortresses, 
&c.,  in  peculiar  situations,  where  it  may  be  much  cheaper  than 
regular  masonry  or  brickwork  (359) ib. 

FURTHER  REMARKS  ON  MESSRS.  FRANCIS'S  BRICK  BEAM. 
A  more  correct  account  of  Messrs.  Francis's  experimental 
brick  beam  before  described.  Important  circumstance  stated, 
that  it  was  built  with  cement  mortar  and  not  with  nett  cement, 
like  those  of  Mr.  Brunei  and  of  the  author  (3G0) ib. 

ONE  OF   THE  USES  OF  CEMENT  NOT   BEFORE    MENTIONED. 

That  in  the  roofs  of  low  buildings  in  unprotected  situations, 
pieces  of  cement  may  be  used  instead  of  leaden  ridges  and 
hips  (301) '. 274 

RULES  FOR  MAKING  AN  ARTIFICIAL  CEMENT,  EQUAL  IN 
EFFICIENCY  TO  THE  BEST  NATURAL  WATER  CEMENTS  OF 
ENGLAND. 

Preliminary  observations  (362) 275 

Ittgredients  for  making  the  Artijicial  Cemeul.  First,  the 
white  or  upper  chalk  of  the  geologists,  ground  dry  to  an  im- 
palpable powder,  or  witli  water  to  an  impalpable  paste. 

Secondly,  the  blue  alluvial  clay  of  lakes  or  rivers  fine  and 
free  from  sand.  That  it  is  only  to  be  procured  in  this  state 
in  rivers  of  moderate  rapidity.  That  it  must  not  be  allowed  to 
get  stale  by  exposure  to  air.  1  hat  where  it  cannot  be  pro- 
cured, fine  brown  pit  clay  will  answer  (3G31 ib. 

Mode  of  preserving  the  blue  clay  when  it  is  not  conrcnieut 
to  use  it  immediately  (3C4) 276 

Proportions  of  the  ingredients. 

First,  by  weight,  loO  lbs,  of  pure  chalk  perfectly  drj-  to 
137 .^  lbs,  of  fresh  blue  clay. 

Secondly,  by  measure,  1  cubic  foot  of  stiffish  chalk  paste 
to  1 1  cubic  foot  of  fresh  blue  clay  (365) ib. 
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Heinarks  on  the  above  Proportions,  Sjc. 

That  diftereut  proportions  would  be  necessary  in  using- 
either  the  grey  (or  argillaceous)  chalks,  or  pit  clay.  'I'hat  the 
former  mode  of  iixing  the  proportions  by  weight  is  the  most 
accurate,  but  the  latter  by  measure  the  most  convenient.  That 
1  lb,  of  pure  chalk  perfectly  dry,  when  mixed  with  so  much 
water  as  to  produce  18  cubic  inclies  of  paste,  insures  the  de- 
sired consistency  of  the  chalk  paste.  That  the  average  weight 
of  the  fresh  alluvial  clay  of  the  Medvvay  is  86A  lbs,  to  the 
cubic  foot  (3G()).    '. 27(> 

Mode  of  grinding  t/ic  Cludk. 

That  it  must  be  broken  into  small  pieces,  and  ground 
in  a  wash-mill  or  in  a  mortar-mill  with  water,  it  being  im- 
practicable to  grind  it  dry,  without  adding  greatly  to  the 
expense  (3G7) .  . .    278 

Description  of  a  grinding  mill,  illustrated  by  figures   (3G8).     ib. 

Mode  of  mixing  the  Chalk  and  blue  Clay. 

That  they  should  be  measured  by  small  measures  and 
mixed  in  the  pugmill  (369) 281 

iMoilc  oj'  preparing  the  raw  Cement  for  the  Kiln. 

That  after  passing  through  the  pugmill,  it  must  be  made 
up  into  balls  of  about  2|  inches  in  diameter  and  moderately 
dried  (370) 282 

OF   KILNS    FOR    BURNING    CEMENT. 

Description  of  that  in  Sheerncss  Dock-yard,  illustrated 
by  figures  (371) ib. 

Further  information  respecting  it,  on  the  authority  of  Mr. 
Mitchell  the  Resident  Engineer  in  that  Dock-yard.  The 
Author's  opinion,  that  an  oval  form  is  better  for  such  kilns, 
than  the  regidar  inverted  frustum  of  a  cone  (372)    284 

I-irst  and  usual  mode  of  gri)iding  and  sifting  calcined  Cement, 

That  this  is  done  by  the  same  machinery  used  for  grinding 
wheat  and  sifting  the  tlour  (373) , 28.> 

Second  mode  of  grinding  and  sifting  calcined  Cement. 

That  this  was  first  adopted  in  Sheerness  Dock-yard,  by 
order  of  .Mr.  liennie,  where  the  grinding  mill  used  was  the 
same  that  he  had  employed  for  mixing  mortar.  That  his  ce- 
ment mill  at  Sheerness,  and  his  mortar  mill  at  llamsgate,  both 
worked  by  steam,  difl'ered  from  the  common  grinding  mill,  in 
having  the  pan  revolving  on  a  central  pivot,  instead  of  the 
wheels  moving  round  in  a  stationary  pan.  His  mode  of  sifting 
the  cement  thus  ground  (374) ib. 

A  new  mode  of  grinding  cement  proposed  to  be  adopted 
by  Mr.  IMitchell  in  Sheerness  Dock-yard,  by  combining  Mr. 
Kennie's  former  grinding  mill  with  a  common  flour  mill.  A 
14-horse  power  steam  engine  to  do  the  work  (375) ib. 

The  author's  opinion,  that  the  common  grinding  mill  is 
not  inferior  to  the  flour  mill  for  grinding  cement ;  that  therefore 
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a  cement  manufacturer  ought  to  consider  the  selection  between 
the  two  as  a  riiiestion  of  expoilicucy.  That  whichever  be 
adopted, a  proper  sifting  apparatus  is  necessary  (375  continued).  286 

RULES     FOR      MAKING      AN      ARllFICIAL     CEMENT,     WHEN 
ONLY    HARD    LIME    STONE    IS    TO    BE    PROCURED. 

That  in  this  case  tlie  stone  must  be  burned  first,  and  re- 
burned  after  mixing  it  with  clay.  That  39  lbs,  of  quick  lime 
produced  from  a  stone  like  the  Plymouth  mari)le.  which  is 
nearly  a  pure  carbonate  of  lime,  to  1  cubic  foot  of  blue  clav,  is 
a  proper  proportion.  That  every  such  portion  of  quick  lime 
must  be  slaked  with  water  to  a  thinnish  paste,  and  in  '24  hours 
afterwards  mixed  with  the  correspondinir  portion  of  clay,  and 
the  whole  incor[)orated  in  the  pugmill  (37G)    ib. 

That  the  remaining  processes  of  making  the  mixture  into 
balls,  liurning,  giinding,  &c.  are  the  same  as  in  working  with 
chalk  paste  (376  continued) 287 

Probable  Proporfion  of  Fcwelfor  burninrj  Artificial  Ce- 
ment on  a  great  scale. 

That  one  measure  of  coals  might  be  required  to  8  measures 
of  the  raw  cement.  That  over-drying  is  inadmissible,  other- 
wise 1  measure  of  fewel  might  suffice  for  10  measures  of 
artificial  cement,  thoroughly  dried   (377) ib. 

Probable  compuratice  Expense  o/  Arlificiil  Cement,  made 
according  to  the  above  rules. 

The  Author's  opinion,  that  it  it  might  be  sold  25  per  cent, 
cheaper  than  the  natural  cements  (378) ib. 


CONTEXTS  OF  THE  APPENDIX. 


Preliminary  remarks  (Article  l) 1 

Mr.Georcje  Semple's  Proceedings  extracted  from  a  Treatise 
on  Building  in  Water,  publisticd  bij liim  at  Dublin  in  177G. 

His  erroneous  opinions  as  to  the  superiority  of  hard  and 
heavy  lime  stones.  That  he  w as  the  first  English  author  who 
proposed  a  sort  of  concrete,  to  be  used  for  building  in  water 
by  means  of  caissons.  That  this  idea  was  partly  taken  frotn 
his  own  observation  of  an  accidental  concretion  in  the  gravelly 
bed  of  the  Lift'ey,  and  |)arlly  in  i:iiitation  of  the  small  masonry 
of  the  llomans.  That  he  could  not  have  succeeded  in  rebuild- 
ing Essex  Bridge  at  Dublin,  but  for  a  hint  taken  from  Belidor's 
Hydraulic  Arcliitecture,  which  was  published  at  that  time  (ii).     ib. 

Of  tliti  Treatise  entitled  Experiments  and  Observations 
made  ivith  the  vide  of  improving  the  art  of  composinir  and 
applying  Calcareous  Cements,  and  q/'prrp  tring  Quick  Lime, 
published  in  London  in  1780,  bi/  Dry.  IJiggins,  m.d. 
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That  this  Author  expcrimeiitcd  only  upon  common  tlialk 
lime,  and  stone  lime  produced  from  Plymouth  marble,  which 
is  no  better.  That  after  several  years  he  took  out  a  patent  for 
a  M'^atcr  Cement  or  Stucco,  for  building,  repairing  and  plaster- 
ing walls,  and  for  other  purposes.  That  this  stucco  was  com- 
posed of  chalk  or  Plymouth  stone  lime,  coarse  and  fine  sand, 
and  bone-ash,  mixed  with  lime  water.  That  he  divided  his 
mortar  into  several  sorts,  in  one  of  which  he  used  a  small  por- 
tion of  trass  in  lieu  of  part  of  the  bone-ash,  besides  a  tilth  sort 

to  be  made  in  n)oulds  and  used  as  artificial  stone  (in) 2 

That  Dr.  Higgins's  inventions,  which  consisted  in  endea- 
vouring to  improve  bad  limes  by  expensive  arrangements, 
appear   soon  to  have  died  a  natural   death.     Remarks  on  his 

zeal  and  industry  (iv) 4 

Experiments,  probably  commenced  in  the  year  175G,  to 
ascertain  a  complete  Composition/or  Water  Cements  tcith  their 
results,  as  contained  in  bookSrd,  chapter  4th,  oj"  the  Narrative 
of  the  Building,  ^c,  of  the  Edystone  Light-house,  S^'c,  by  John 
Smeaton,  Cicil  Engineer,  Jirst  published  in  London,  in  170!. 
That  Smeaton's  observations  upon  the  limes  and  cements 
then  known  do  him  the  highest  credit,  because  though  almost 
new  to  tlie  subject,  when  appointed  to  rebuild  the  Edystone 
Light-house,  he  soon  arrived  at  much  juster  views  than  any 

former  writer  (v) , ib. 

That  on  a  careful  examination  and  comparison  of  the  best 
water  limes  of  England,  he  found  that  every  such  lime  stone 
had  a  proportion  of  clay  in  its  composition.  That  this  circum- 
stance first  induced  the  author  to  attempt  to  form  an  artificial 
cement  with  chalk  and  clay,  and  that  it  probably  has  served  as 
a  hint  to  other  experimenters  also,  both  in  this  country  and  on 

the  Continent  (v  continued) ib. 

That  by  (he  above  iniportant  discovery  of  the  real  cause  of 
the  difference  in  the  quality  of  limes,  Smeaton  overset  the  pre- 
judices of  more  than  2000  years,  which  had  been  maintained 
by  all  former  writers  on  the  subject,  from  Vitiuvius  to  Mr. 
Semple  inclusive,  in  respect  to  the  supposed  superior  excellence 

of  the  harder  lime  stones  (v  continued) : 5 

That  Smeaton's  meaning  has  been  misunderstood,  and  an 
error  of  their  own  creating,  imputed  to  him  in  consequence,  by 
M.  Vicat  in  Franceand  by  Mr.  Godwin  jun.  in  England.  That 
the  term  Stone  Lime  is  improper,  and  ought  to  be  abolished(vi).       O 

That  Smeaton  experimented  upon  trass,  and  on  puzzolana. 
That  he  knew  nothing  of  the  properties  of  the  latter  substance 
until  he  read  Belidor.  That  thus  both  he  and  Mr.  Semple  ob- 
tained important  information  from  that  distinguished  French- 
man, which  they  could  not  have  got  in  England,  nor  from  any 
English  book  at  that  time  published.  That  this  curious  cir- 
cumstance is  a  proof  of  the  very  imperfect  state  of  the  art  of 
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Civil  Enuineering  in  this  country,  about  the  middle  of  the  last 
century  (\  ii) 7 

That  Smeatun  used  puzzolana  mixed  with  blue  lias  lime, 
in  equal  measures,  for  his  Edystone  mortar.  That  it  set  so 
sjowlv,  tliat  he  was  obliged  either  to  caulk  his  external  joints 
with  the  same  mortar  and  oakum,  or  to  protect  them  by  gypsum 
(vil  continued) 8 

That  Smeaton  experimented  also  upon  scales  from  a  forge, 
calcined  inm  stones,  and  other  substances,  to  ascertain  whe- 
therthey  improved  the  water-setting  propertiesof  limes  (vm).  . .     iO. 

An  account  of  the  Bell  Rock  Lighthouse,  including  the 
detnilsoflhe  Erection  and  peculiar  Construction  ofthat  Edijice, 
to  which  is  prefixed  a  historical  Vieic  of  the  Institution  and 
Progress  of  the  Northern  Lighthouses,  by  Robert  SievensoUy 
Ciiil  Engineer,  F.R.S.  E.  ^c,  S'c,  Edinburgh,    1824. 

That  his  mortar  only  ditlered  from  Smcaton's  in  having  a 
proportion  of  sand  added  to  the  same  sort  of  lime  and  puzzolana. 
That  he  found  it  necessary  to  point  his  external  joints  with 
English  cement,  to  secure  his  slow  setting  puzzolana  mortar 
against  the  action  of  the  waves  (ix) ib. 

An  historical  Description  of  the  Suspension  Bridge  con- 
structed over  the  AJenui  Strait  in  ^orth  U  ales,  ^'c,  ^'c,  from 
Designs  and  under  the  direction  of  Thomas  Telford,  Esq. 
J'.R.S.  L.  and  E.,  President  of  the  Institution  of  Civil  En- 
gineers, ^-c,  4'c,  bg  ff'illiam  Alexander  Provis,  the  resident 
Engineer,  London,  IS2S. 

That  Abcrthaw  lime  and  sand  were  used  for  the  mortar  of 
the  niasonrA-,  from  the  foundation  upwards,  to  3  fert  above  high 
water.  Mr.  Provis's  opinion,  that  it  sucli  mortar  be  exposed  to 
the  action  of  a  strong  current,  the  external  joints  should  be 
pointed  with  13rilish  (improperly  called  Uoman)  cement  (x).  .        9 

Information  respecting  the  Mortar  used  in  erecting  the 
Landing  iVharf  for  Steam  Packets  at  llobbs'  Point  Milford 
I  la-en,  nctr  Pembroke,  communicated  by  Captain  {note  Major) 
Savage,  R.E.  iiho  superintended  that  tcork. 

Extraordinary  depth  of  the  foundation  of  the  extreme  end  of 
this  w  harf,  of  which  more  than  GDOO  cubic  feet  of  masonry  were 
built  by  the  diving  bell.  The  mortar  composed  of  2  measures  of 
sand  and  1  of  Aberthaw  lime.  That  it  set  at  a  great  depth  under 
water,  notwithstanding  which  Captain  Savage  generally  pro- 
tected the  external  joints  by  cement  (xi) ' lo 

Of  Mr.  Parker  s  first  Pa'ent  for  making  a  certain  Cement 
or  Terras,  to  be  used  in  aquatic  or  other  Buildings,  or  for 
Stucco    l\  ork. 

That  this  patent  was  dated  the  27th  of  July  1790.  That 
in  one  part  of  his  specification  he  calls  his  cement  a  Water 
Cement.  That  he  describes  the  natural  cement  stones  used  by 
him  rather  inaccurately,   probably  from  his  having  been  un- 


OF  THE  APPENDIX. 

acquainted  with  chemistry,  'i'he  author's  conjecture,  that  he 
may  have  been  led  to  this  discovery  by  reading  Smeaton's  ex- 
periments on  water  Hmes,  &c.  (xii) 10 

That  it  was  not  till  some  years  afterwards  that  Mr.  Parker 
designated  his  cements  by  the  improper  title  of  Roman  Cement. 
The  very  curious  error,  to  which  this  led  Mr.  Benjamin  H. 
Schlick,  a  Danish  Architect  (xii  continued) 11 

That  this  title  which  is  perfectly  absurd,  as  the  Romans  had 
no  knowledge  whatever  of  any  water  cement  of  this  nature, 
ought  to  be  abolished,  and  that  the  natural  cements  of  England 
should  either  be  designated  from  the  localities  where  they  are 
procured,  or  called  Parker's  cement  from  the  name  of  the  dis- 
coverer of  their  admirable  properties  (xii  continued; 12 

Of  the  Patent  granted  to  Maurice  St. Leger-  of  St. Giles''  Cam- 
hcrwell,  Gent,  for  a  method  of  making  Lime,  dated  May,  1818, 

The  specification  of  this  patent  quoted.  That  the  invention 
consisted  in  burning  a  mixture  of  chalk  or  lime,  with  common 
clay,  or  any  substance  containing  alumine  and  silex.  That  the 
object  evidently  was  to  make  a  hydraulic  lime  and  not  a  water 
cement.  That  the  person  who  took  out  this  patent  was  proba- 
bly a  Frenchman,  who  established  a  manufactory  for  artificial 
hydraulic  lime  on  M.  Vicat's  principle  near  Paris  about  the 
same  time  (xill) ib. 

That  this  patent  does  not  appear  ever  to  have  come  into 
operation  in  England,  and  that  if  any  person  had  attempted  to 
make  artificial  cement  from  it,  he  must  have  failed,  as  was  prov- 
ed by  the  author's  first  experiments  with  common  clay,  which 
is  unfit  for  the  purpose  (xiii  continued) 13 

Of  Mr.  Frost's  Artificial  Cement  IVorks  in  Sicanscomb  Parish, 
Kent,  now  the  property  of  Mr.  John  Bazley  White  Sf  Son. 

That  JMr.  Frost  obtained  possession  of  the  ground  in  1825, 
and  that  in  1828,  he  had  made  two  sorts  of  artificial  cement,  viz. 

First  his  British  marble  or  silicate  of  lime,  composed  of  cal- 
cined and  pulverized  flints,  mixed  with  chalk,  and  afterwards 
burned  and  ground,  and  preserved  in  casks.  The  process  of 
making  it  described  in  detail.  That  it  was  not  well  adapted  for 
hydraulic  purposes,  and  much  too  expensive  (xiv) ib. 

Secondly,  Mr.  Frost's  artificial  cement  of  chalk  and  clay. 
That  he  took  the  idea  of  making  this  sort  of  cement  from  M. 
Vicat.  That  he  used  chalk  ground  in  a  washmill,  mixed  with 
the  brown  pit  clay  of  Upnor.  His  apparatus  and  mode  of 
proceeding  described  (xv) 14 

The  author's  intercourse  with  Mr.  Frost.  That  he  commu- 
nicated his  own  mode  of  making  artificial  cement  to  that 
gentleman,  who  did  not  adopt  it,  excepting  so  far  that  he  after- 
wards generally  used  the  blue  clay  of  the  Medway  in  preference 
to  the  Upnor  pit  clay.  That  Frost's  cement  was  used  for  the 
works  of  Hungerford   Market.     That  at  one  time  he  mixed 

brown  ochre  with  his  chalk  and  clay  (xvi) , 15 

c* 
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That  Messrs.  rrancis,  A^'hite  and  Francis,  purchased  Mr. 
Frost's  cement  works,  in  1833,  of  wliich  Messrs.  >\  liite  and 
Son  bpc;ime  the  sole  proprietors  on  the  1st  of  January  1837. 
INIr.  \>  liite's  acknouleduinent  of  the  u,reat  siiporinrily  of  the 
Shcppy  and  Harwich  cements  over  Frost's  artificial  criucnt, 
which  he  ascribed  to  the  former  as  the  work  of  nature,  l)eing 

neccssaiily  more  perfect  than  any  woik  of  art  (xvil) 10 

The  author's  opinion,  that  this  inferi(»rily  of  Frost's  cement 
is  paitly  owin^  to  the  injudicious  system  adopted  by  that  gen- 
tleman, of  washing  and  drying  his  aitificial  cement  mixture  to 
excess,  and  partly  tr  the  use  of  too  great  a  proportion  of  chalk. 
That  he  has  frequently  recommondtd  Mr.  Frost  and  his  suc- 
cessois  in  the  same  business,  to  alter  their  system,  which  they 
have  not  done  (xvii  continued)  ;  because  as  Mr.  W  hiie  junior 
stated,  the  machinery  on  the  premises  being  all  adapted  to  Mr. 
Frost's  original  system  was  an  objection  to  any  change,  even 

for  the  better  (Note  to  xvii) 17 

Oy  Cement il hits  Architecture  as  applicable  to  the  covslruc- 
tioii  of  Bridges,  by  Juhn  White,  Architect,  ^-f,  tVf ,  published 
m  London  in  1832. 

That  Mr.  A\  hite  gave  in  two  projects  by  competition,  in 
1823,  for  building  a  new  Bridge  over  the  Thames,  in  lieu  of  old 
London  Brrlge;  one  for  a  Bridge  of  small  stones  to  be  united 
by  Parker's  cement,  or  Atkinson's  Yorkshire  cement,  or  Pnz- 
zolana  mortar,  w  hich  he  called  cementitious  architecture ;  the 
other  for  a  bonded  stone  Briilge,  according  to  the  usual  con- 
struction (xv  in) ib. 

Description  of  experiments  afterwards  tried  by  Mr.  A^  bite 
in  London  in  1824,  upon  an  artificial  puzzolana  proposed  bvhim, 
and  composed  of  clinker-bricks,  ratlicr  coarsely  pounded.  That 
he  huilt  a  number  of  brick  |»iers,  some  with  mortar  of  this 
British  puzzolana  as  he  termed  it,  others  with  chalk  lime  mor- 
tar, with  Dorking  lime  mortar,  with  Sheppy  cement  and  with 
Yorkshire  cement,  and  experimented  upon  their  comparative 

resistance  in  the  presence  of  numerous  spectators  (xix) 19 

Inferences  (Iraivn  bi/  Mr.  IVhile  from  these  Experimchts. 

The  author's  opinion,  that   in  making  those  inferences  Mr. 

^Vhite  was  scarcely  borne  out  by  the  facts  previously  stated  ; 

and  that  there  is  no  satisfactory  proof  of  the  alleged  superiority 

of  his  Britisli  puzzolana  (xx)    . 21 

Extracts  from  and  Remarks  upon  a  Prize  Essai/  on  the 
Mature  and  Properties  <f  Cot  crete  and  its  application  to  Con- 
struction, up  to  the  present  period,  by  (,'eorye  Godicin  junior, 
Associate  of  the  Institute  of  British  Architects,  published  us 
the  first  Paper  of  the  first  Volume  of  the  Transactions  of 
that  Society,  1  S3(». 

Observations  on  the  Ctrmentum  of  the  Romans,  the  Sma/lo 
of  the  Italians,  and  the  Beton  of  the  F'rench  (xxi) 23 
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That  the  author  agrees  with  Mr.  Godwin  in  considering  Mr. 
George  Semple  the  fust  EngUsh  writer,  or  rather  the  first 
writer  of  any  age,  who  proposed  the  sort  of  concrete  now  in  use; 
but  that  Mr.  Semplo  never  used  it  himself,  and  that  his  ideas 
respecting  the  application  of  it  to  the  constiuction  of  the  piers 
of  J3ridges  and  of  the  walls  of  Lighthouses,  &c,  in  deep  water 
and  subject  to  high  tides,  were  so  very  crude  and  even  chimerical, 
that  his  suggestions  led  to  nothing  (xxii) 24 

Observations  on  Mr.  Godwin's  quotations  from  Smeaton, 
respecting  the  masonry  of  Corf  Castle  Purbeck,  and  the  rubble 
backing  of  the  first  lock  on  the  River  Calder  (xxiii) 25 

That  i\Ir.  Godwin  has  been  misinformed  in  slating,  that  con- 
crete was  first  used  by  Mr.  Ralph  Walker  at  the  East  India 
Docks  in  1800,  inasmuch  as  nothing  but  loose  gravel  was  ever 
used  by  that  Engineer  under  any  of  his  foundations,  and  the 
foundations  of  all  the  buildings  at  those  Docks  were  timbered.  A  u- 
thorities  from  whom  the  author  obtained  this  information  (xxiv).     2G 

That  Mr.  Godwin  is  also  inaccurate  in  having  stated,  that 
concrete  was  occasionally  used  between  1800  and  1815 
(xxiv  continued  and  the  Note  to  it) 27 

That  the  merit  of  first  applying  concrete  to  the  foundations 
of  an  extensive  and  important  public  building,  in  preference  to 
piling,  in  the  softest  soil,  and  with  perfect  success,  is  due  to  Sir 
Robert  Smirke,  who  used  it  for  this  purpose  at  the  Penitentiary 
Millbank,  in  1817,  after  the  foundations  of  the  two  fiist  penta- 
gons previously  built  by  another  Architect  had  failed  (xxv)  .  .      ib. 

That  Mr.  Godwin  has  therefore  made  an  omission,  in  his 
elaborate  essay  on  concrete,  in  not  having  even  mentioned  the 
name  of  the  eminent  Architect  by  whom  this  important  im- 
provement was  not  only  first  introduced,  but  brought  to  per- 
fection (xxv  continued) 28 

That  Mr.  Abraham's  rules  for  making  the  concrete  founda- 
tions of  the  new  Bridewell  Westminster, described  in  Mr.  God- 
win's Essay,  appear  extremely  judicious  (xxvi), 29 

Of  the' Foundation  of  the  North  Storehouse  in  the  Anchor 
Wharf,  Chatham  Dock-yard,ivhich  iv  is  underpinned  ivith  Con- 
crete by  Mr.  Ranger,  in  1 834,  under  the  direction  of  Mr,  Taylor. 

Extraordinary  nature  of  this  foundation.  That  the  footings 
of  the  brick  walls  were  built  upon  masses  of  ship  timber,  in 
some  places  no  less  than  9  feet  thick,  instead  of  going  down  to 
the  solid  chalk  below,  which  was  of  a  shelving  form  and  in  one 
part  only  4  or  5  feet  below  the  brickwork.  That  in  the  deepest 
part  of  this  foundation  piles  were  used  (xxvii) 30 

That  this  storehouse,  finished  in  1798,  was  built  under  the 
direction  of  the  then  MasterShipwright  of  Chatham  Dock-yard, 
whose  timber  foundations  have  all  become  rotten  since,  except 
the  lower  part  of  the  piles  (xxviii) 31 

That  the  tiers  of  story  posts  in  this  storehouse  have  not  been 
c*2 
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placed  vertically  over  each  other,  which  appears  also  to  be  a 
defect  (XXI x) 31 

Strangely  curved  appearance  of  the  prders,  in  coii«joqiience 
of  the  >tory  posts  not  having  settled  like  the  walls,  after  the 
foundations  of  the  latter  decayed  (xxix  continued) ib. 

Ueasons  which  induce  the  author  to  believe,  that  the  walls 
have  again  settled  at  least  2  inches,  since  their  timber  founda- 
tions were  removed,  and  concrete  substituted,  by  order  of  Mr. 
Taylor  (xxx) »2 

Mr.  Taylor's  statementof  the  saving  effected  by  his  dispens- 
ing with  part  of  the  precautions  used  in  underpinning  the  new 
Custom-house  at  London.  That  he  stated  also,  that  the  Builder 
who  had  executed  the  work  at  the  Custom-Louse  under  Sir 
Kobert  Smirke  declined  to  work  under  him,  thinking  the  sys- 
tem he  proposod  insufficient.  That  the  result  has  proved  these 
apprehensions  to  be  correct  (xxxi) 33 

OF  THE  METALLIC  CEMENT. 

Tliat  Messrs.  Benson  and  Co,  proprietors  of  copperworks, 
firsl  proposed  to  use  their  copper  slag  under  the  title  of  Meiu/lic 
Cement,  as  a  sort  of  puzzolana  to  improve  lime.  That  they 
discovered  this  property  by  accident.  That  it  has  been  used  as 
an  ingredient  for  the  external  stucco  of  several  buildings  in 
London,  by  order  of  Sir  Robert  Smirke,  but  not  lately(xxxii).     il/. 

The  author's  opinion,  that  if  substituted  for  part  of  the  sand 
of  outside  stucco,  it  may  communicate  greater  hardness  and 
adhesiveness,  but  at  a  greater  expense  (xxxii  continued)....      35 

OF    HAMELIN'S    PATENT    MASTIC    CEMENT. 

That  this  very  ingenious  composition  was  invented  by  a 
Prenehman,  but  has  been  used  extensively  in  England,  for 
stuccoing  the  fronts  of  the  United  Service  Club,  Pall  Mall, 
&c,  itc.  That  it  is  composed  of  litharge  mixed  with  cnlcined  and 
pulverized  flints,  and  with  the  dust  of  Caen,  Bath  or  Portland 
stone,  forming  a  dry  mixture  sold  as  Mastic  Powder  (xxxiii). .      ib. 

That  in  using  it,  the  powder  is  mixed  with  linseed  oil.  The 
mode  of  preparing  the  walls  for  receiving  it,  and  of  laying  it  on 
explained  (xxxlll  continued) , 3C 

That  mastic  is  more  expensive  than  cement.  Sir  Humphrey 
Davy  consulted  respecting  it.  Remarkable  property  which 
linseed  oil  possesses  of  hardening  chalk  models.  That  the 
stone  frieze  of  the  Athenaeum  Club-house,  Pall  Mall,  has  been 
treated  in  the  same  manner  (xxxiii  continued) ib. 

Of  the  Resinous  or  Bituminous  Cements,  uhich  have  been 
proposed  or  used  in  this  country  *    ib. 

First,  I'itz  Lowitz's  cement,  before  noticed  in  the  Note  to 
Article  42.  Secondly,  Lord  Stanhope's  cement,  consisting  of 
a  mixture  of  Stockholm  tar,  pulverized  chalk  and  sand.     That 

•  A  rontinnation  of  this  subject  will  be  found  in  from  Article  cxxvii  to 
cxxx  inclusive,  ami  afterwards  in  Article  cxlii. 
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it  was  used  for  the  flat  roof  of  Euckingliam  Palace,  and  for 
the  roofs  of  several  houses  in  Regent  street.  That  the  author 
ascertained  recently,  thit  this  composition  is  in  a  satisfactory 
state  at  Buckingham  Palace,  excepting  that  it  is  too  soft  to 
walk  upon,  when  exposed  to  a  hot  sun  in  summer  (xxxiv) ....      36 

PROCEEDINGS    ON    THE    CONTINENT    IN    RESPECT   TO 
CALCAREOUS    CEMENTS. 

Utility  of  Sanders's  Tables  of  French  and  English  weights 
and  measures,  in  reading  the  architectural,  mechanical  or  engi- 
neering works  of  French  writers  (xxxv) 37 

O/"  Mr.  Loriot's  mode  of  making  a  Cement  or  Mortar^  pub- 
lished by  him  at  Paris  in  1744. 

That  it  consisted  in  mixing  powdered  quicklime  with  slaked 
lime  in  Hiaking  mortar,  which  he  held  out  as  a  rediscovered 
secret  of  the  ancient  Romans,  and  as  a  very  great  improvement 

of  the  quality  of  lime  (xxxvi) 38 

That  M.  Morveau  more  recently  proposed  a  modification  of 
M.  Loriot's  plan,  by  letting  the  lime  slake  in  air,  and  reburning 
it.  The  author's  opinion,  that  quicklime  powder  added  to  mor- 
tar of  the  same  sort  of  lime  cannot  possibly  convert  common 
mortar  into  a  hydraulic  mortar,   and  that  therefore  M.  Loriot's 

system  is  a  fallacy  (xxxvii) 39 

Belidors  Observations  on  Limes  and  Mortars,  extracted 
from  his  '  Science  of  Engineers,'  published  in  1739,  and  the 
4th  volume  of  his  '  HydrauHc  Architecture,''  published  in  1753. 
That  he  recommends  the  lime  produced  from  very  hard, 
heavy  and  white  lime  stones,  as  being  the  best,  and  condemns  that 
of  soft  limestones,  and  of  chalk  as  the  worst  of  all.  That  Delorme 
a  former  French  writer  considered  lime  to  be  good,  when  well 
burned  white  and  fat,  and  that  it  should  be  slaked  in  a  basin  or 
pit  with  sand  over  it,  and  allowed  to  remain  thus  covered  up  m 
a  fat  glutinous  paste,  for  2  or  3  years  before  it  is  used.  Belidor 
himself  considers  that  this  delay  would  improve  the  lime,  but 
that  it  would  be  too  inconvenient  to  be  adopted  (xxxvill) ....      ib. 

His  description  of  the  lime  of  Metz  and  of  the  peculiar 
mode  of  using  it,  which  proves  it  to  have  been  a  good  water  lime 
capableof  forming  a  sort  of  concrete,  but  he  attributes  its  superi- 
ority, to  being  produced  from  a  very  hard  stone  (xxxviii  con.).     40 

He  next  describes  puzzolana  and  trass,  the  latter  erroneously 
as  a  burned  instead  of  a  natural  earth  or  stone,  mentions  the 
ancient  and  well  known  expedient  of  pounded  tiles  as  a  substi- 
tute for  those  substances,  and  adds  that  stones  collected  in  the 
fields,  or  pebbles  from  rivers,  when  calcined  and  pulverized, 

will  answer  the  same  purpose  (xxxix) ib' 

His  rules  for  making  mortar  by  tirst  running  the  slaked  lime 
in  a  fluid  state  from  one  pit  to  another,  and  then  after  a  certain 
time  mixing  it  with  \\  or  2  or  3  measures  of  clean  river  sand, 
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accordiag  to  its  quality,  the  fattest  limes  admitting  (he  greatest     41 

proportion  of  sand  ;xL) 

His  description  of   Tutirnai/  Cinders,  a  mixture  of  small 

fiieces  of  lime  and  coals  caked  together  in  burninj  Tournay 
ime  stone.     That  these  cinders  have  strong  water-setting  pro- 
perties (XL  continued) ib. 

His  rules  for  making  a  superior  mortar,  composed  of  lime 
mixed  with  puzzolana,  trass  or  Tournay  cinders, for  works  ex- 
posed to  the  violent  action  of  water,  and  for  making  mortar  of 
the  same  ingredients,  but  with  a  proportion  of  sand  in  lieu 
of  part  of  the  puzzolana,  &c,   for  works  expt>sed   to  a  less 

violent  action  of  water  (XL  continued) v .      ib. 

That  Belidor's  writings  prove,  that  the  ancient  error  as  to 
hardnessbtingthecauseof  the  superiority  of  one  sort  of  limestone 
over  another,  prevailed  in  France  in  his  time.  That  his  idea, 
that  any  sort  of  field  stones  or  river  pebldes,  picked  up  indis- 
criminately and  burned, would  make  a  good  artificial  puzzolana, 
is  absurd.  Curious  opinions  of  the  chemists  of  that  day  upon 
the  supposed  volatile  salts  of  lime  and  sand,  acting  upon  each 
other  by  fermentation,  «!v:c.  Belidor's  opinion,  in  deference  to 
their  doctrines,  that  the  best  masonry  may  be  formed  with  stone 

and  lime  having  the  same  sort  of  volatile  salts  (XLl) ib. 

That  Belidor  being  a  respectable  .Mathematician,  but  appa- 
rently unaccjuainted  with  chemistry  and  geology,  which  were 
then  in  their  infancy,  his  statement  of  such  errors  is  no  dispar- 
agement to  his  talents  (XLI  continued) 42 

Belidor's  Rules  for  plastering  the  Roofs  of  (Jasemates  or 
other  Vaults,  according  to  the  Practice  of  his  Time. 

First,  the  method  used  for  the  casemates  of  New  Brisack, 
2dly,that  used  for  covering  the  Orangery  at  Versailles,  and  3dly 

another  practical  method  I  XLI  I ) ib. 

The  author's  opinion  that  the  first  of  these  methods  only, 
in  which  puzzolana  or  trass,  &c,  were  used,  was  likely  to  be 
waterproof.  Remarks  on  the  curious  repeated  mixings,  beat- 
ings and  moppings  of  this  method,  and  on  the  use  of  dry  lime 

dust  in  the  others  (xLii  continued; 44 

Belidor's  Description  of  Foundations  formed  in  deep  Water 
by  throicing  in  dry  Stones. 

That  the  arrangement  proposed  by  him  was  on  the  same 
principle,  but  far  inferior  in  boldness  of  conception,  S:c,  to  that 
of  the  Plymouth  Breakwater  executed  60  years  afterwards  by 

the  late  Mr.  Rennie  (xLlll) ib. 

Belidor's  Description  of  Beton  Mortar,  and  of  the  mode  of 
building  with  it  in  deep   Water. 

That  two  rows  of  sheeting  piles  must  be  driven  to  fix  the 
profile  of  the  proposed  wall,  with  stronger  ones  to  bear  the  ap- 
paratus necessary.  The  beton  which  is  merely  hydraulic 
PK>rtar  described.     That  it  is  mixed   with  broken  stones  to 
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form  the  wall.     M.  Milet  de    Monville's  superior  system  of 
making  beton  described  (x Ll v) 44 

That  the  beton  is  let  down  into  its  place  in  a  box,  which  is 
not  emptied  until  near  the  bottom.  That  alter  it  is  spread  to 
the  thickness  of  about  12  inches,  a  course  of  rubble  stones  of 
moderate  size  is  laid  upon  it,  and  over  these  another  bed  of 
beton,  and  then  another  course  of  stones,  and  so  on  (XLV). ...     45 

J3elidor  states  that  he  saw  this  system  executed  with  suc- 
cess at  Toulon  in  building  one  of  the  jetties  in  the  new  basin. 
That  it  is  an  ancient  practice  hitherto  only  used  on  the  coast  of 
the  Mediterranean.  Estimate  of  the  weight  of  the  materials  for 
IG  cubic  foises  of  beton  (xLVi) io. 

Of  the  sorts  of  Mortar  used  by  M.  P  errand  for  the  Bridge 
of  Ncuilly  at  Paris  in  17G8,  extracted  from  an  interesting 
Work  published  by  him  20  years  afterwards. 

That  in  his  specification  for  the  masonry  of  his  Bridge  at 
Neuilly,  he  required  that  two  sorts  of  mortar  should  be  used,  one 
of  which  he  calls  white  mortar,  made  of  two  measures  of  clean 
sharp  river  sand  and  one  of  Vernon  lime  for  the  upper  parts  of 
the  Bridge  ;  the  other  of  which  was  to  be  used  for  the  founda- 
tions and  parts  exposed  to  the  action  of  water,  and  was  to  be 
composed  of  equal  measures  of  lime,  ajid  of  an  artificial  puzzo- 
lana  by  him  termed  Cement,  made  of  tiles  from  the  kilns  of 
Neuilly,  ground  in  a  mill  and  finely  sifted  ;  hut  that  bricks  were 
on  no  account  to  be  used  (XLVii) 46 

That  if  the  Neuilly  tiles  were  made  of  a  fine  clay,  M.  Per- 
ronet's  artificial  puzzolana  may  have  been  good.  That  the 
above  may  probably  be  considered  a  correct  example  of  the  most 
approved  practice  of  the  French  at  thatperiod(xi,vii  continued),     ib. 

M.  de  la  Fuye's  Method  of  making  Mortar,  said  to  have 
beC'i  published  iti  1777. 

He  asserted  that  this  was  a  secret  of  the  ancient  Romans, 
rediscovered  by  him  by  the  study  of  some  obscure  passages  of 
Latin  authors.  That  his  method  chiefiy  difl'ers  from  the  com- 
mon mode  in  the  slaking  of  the  lime,  which  he  docs  by  break- 
ing it  small,  immersing  it  in  water  in  a  basket  and  drawing  it 
out  again,  and  pouring  it  into  a  cask,  where  it  falls  down  into  a 
fine  powder  (xlviii) ib. 

His  rules  for  the  proportion  of  sand,  &e,  in  making  mor- 
tar. Opinion  of  M.  Rondelet,  that  mortar  made  of  lime 
slaked  by  iM,  de  la  Faye's  method  was  not  better  than  that  of 
lime  slaked  in  the  common  manner,  mixed  immediately,  and 
with  equal  care  (xlix) 47 

M.  Rondelei's  method  of  making  Mortar,  extracted  from  his 
Treatise  on  the  Art  of  Building,  published  in  Paris  in  1812. 

That  he  proposes  to  grind  the  lime  and  sand  together,  by 
passing  a  common  garden  roller  over  them  on  a  stone  fioor. 
His  experiments  on  the  resistance  of  various  mortars  made  in 
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the  form  of  small  bricks,  and  crushed  by  weights  (l),  and  on 
the  adhesiveness  of  mortar  to  various  sorts  of  stone  as  well  as 
to  bricks  and  tiles,  united  in  pairs,  and  afterwards  torn  asunder 
by  weights.  That  these  experiments  are  unsatisfactory,  from 
the  circumstance  of  his  having  stated  (he  results  otdy,  without 
having  described  his  apparatus  or  explained  his  mode  of  pro- 
ceeding (li) > 48 

Oj'  the  Artificial  Hydraulic  Lime  formed  by  M.  Guy  tor.  de 
Morveau,  about  t  tie  year  1800. 

That  he  is  said  to  have  formed  a  good  artificial  water  lime 
by  mixing  90  parts  of  carbonate  of  lime,  6  of  clay  and  4  of  the 
oxide  of  manganese,  in  consequence  of  these  having  been  found 
to  constitute  the  component  parts  of  an  approved  natural  water 
lime.     That  from  his  own  observations,  he  ascribed  the  virtue 

of  all  water  limes  to  manganese  chiefly  (lii) 50 

This  opinion  combated  by  M.  Vilalis  in  1807,  who  analyzed 
two  very  good  water  limes  and  found  no  manganese  in  them,  but 
attributed  theirwater-setting  properties  chiefly  to  clay  (Lll  con.)     51 

Of  the  Artificial  Stone  proposed  in  trance  by  M.  Fleuret, 
Professor  of  Architecture  at  the  Royal  Military  School,  in  a 
Treatise  published  by  him  in  1807. 

That  he  considered  artificial  stone  moulded  in  cases,  as  an 
invention  of  great  antiquity,  and  extensive  use.  M.  Fleuret's 
mode  of  making  his  artificial  stone  with  lime,  sand  and  tile 
dust,  to  be  mixed  into  mortar,  well  beaten  in  a  trough,  d<:c,  and 
then  put  into  moulds,  and  again  beaten  and  compressed  (Liil).     ib. 

Remark  of  General  Treussart,  that  in  consequence  of  M. 
Fleuret  having  given  no  rule  as  to  the  proper  quality  of  the 
lime,  some  water  pipes  and  stucco  made  strictly  according  to 
his  directions  had  failed,  from  the  circumstance  of  common 

lime  having  been  used  (lui  continued) ib. 

Of  the  Artificial  Stones  made  by  the  Italians  at  Alexandria. 
General  Treussart's  description  of  these,  which  he  says  are 
very  good.     That  they  are  made  of  Casal   (a  hydraulic)   lime 
and  sand,  and  usually  covered  with  earth  2  or  3  years  before 

they  are  used  (liv) 53 

Of  the  Artificial  Hydraulic  Lime  suggested  by  Dr.  John 
of  Berlin  in  1818. 

That  in  answer  to  a  question  publicly  proposed  by  the  Dutch 
Academy  of  Sciences,  respecting  the  properties  of  stone  lime 
and  of  shell  lime,  and  the  means  of  improving  the  latter,  he 
gave  in  a  Paper  approved  by  them  as  the  best,  in  which  he 
stated,  that  on  analyzing  several  limes,  he  found  that  all  those 
which  had  any  hydraulic  properties  contained  clay ;  in  conse- 
quence of  which  he  added  various  proportions  of  clay  to  oyster 
shells  and  burned  the  mixtures,  and  thus  obtained  good  hy- 
draulic lime,  which  the  addition  of  silicious  sand  and  of  the 
oxide  of  manganese  to  the  same  sort  of  shells  failed  to  effect  (Lv).     ib. 
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0/the  Artificiul  Ht/drmtlic  Lime  proposed  bt/  M.    Vicat, 
Engineer   of  Ihe   Royal   Corps  of  Bridges    and   Roads  of 
France,  /«  1818. 

The  terra  hydraulic  lime  said  to  liave  been  first  suggested  by 
M.  Vicat.  That  this  gentleman  came  to  the  same  conclusion 
as  Dr.  John,  both  working  experimentally,  and  appears  to  have 

been  prior  in  point  of  time  (LVi) 03 

That  M.  Vicat  recommends  using  good  hydraulic  limes  if 
to  be  procured.  If  not,  he  gives  the  following  rule  for  making 
an  artificial  hydraulic  lime.  Take  lime  previously  burned  and 
let  it  slake  by  exposure  to  air.  Mix  it  with  a  proportion  of 
brown  or  grey  clay,  or  of  brick  earth,  and  make  up  the  mixture 
into  balls  witii  water.  When  these  are  dry,  burn  them  in  a 
kiln,  and  they  will  form  the  artificial  lime  required  (lvi  con.),     ib. 

He  states  that  common  fat  limes,  such  as  chalk  lime,  will 
bear '20  per  cent  of  clay  and  middling  limes  15,  but  that  for 
those  having  some  hydraulic  properties  10  or  even  6  per  cent 
may  suflSce.  He  adds,  that  if  the  proportion  of  clay  be  increased 
to  33  or  40  per  cent,  the  lime  does  not  slake  but  is  easily  pul- 
verized, and  will  form  a  paste  that  sets  very  quickly  underwater. 
His  mode  of  getting  rid  of  gravel  or  sand  in  the  clay  used  for 
this  purpose,  by  running  the  clay  in  a  fluid  state  from  one  basin 

to  another  (lvi  continued) ib. 

flj.  Vicat' s  Description  of  the  manner  of  making  Artificial 
Hydraulic  Lime,  adopted  by  Messrs.  Bryan  and  St.  Leger  at 
their  Manufactory  at  Mrudon  near  Paris,  extracted  from  a 
Second  Treatise  on  Calcareous  Mortars  and  Cements,  pub- 
lished by  him  in  1828. 

That  the  ingredients  used  vpere  chalk  of  that  neighbourhood, 
and  the  clay  of  Vaugirard,  in  the  proportion  of  4  measures  of 
the  former  to  1  of  the  latter,  mixed  in  a  washmill  worked  by 
two  horses.  That  the  mixture  was  allowed  to  run  over  from  one 
reservoir  into  another,  and  that  when  stiff  enough  it  was  mould- 
ed into  regular  solids,  dried  and  burned  (lvii).. ib. 

That  at  this  period,  M.  Vicat  had  discovered  that  the  finest 
and  softest  clays  were  the  best,  and  had  retracted  his  former 
objections  to  the  use  of  pulverized  chalk,  which  he  had  repro- 
bated in  his  first  treatise  of  1818  (lviii) 54 

That  M.Vicat's  object  is  not  to  form  an  artificial  water  cement 
but  an  artificial  hydraulic  lime.  His  objections  to  the  former, 
and  his  opinion  that  the  hydraulic  limes  when  better  known 
in  England  will  supersede  the  water  cements,  of  which  there 
is  a  great  consumption  in  London.  The  author's  opinion  that 
the  converse  of  this  proposition  is  more  likely  to  be  verified, 
by  the   water  cements    superseding    the    hydraulic    limes    in 

France  (ux) ib. 

That  M.  Vicat  states  in  his  second  Treatise,  that  natural 
water  cements  had  been  found  in  France  and  Russia,  and  gives 
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a  rule  for  imitating  tlieni  artificially,  but  adds,  that  none  of  the 
artificial  cements  thus  ()l)taiiied  have  equalled  the  natural 
cements  in  hardness.  The  author's  inference  from  the  above 
remark,  on  what  has  been  done  in  France,  and  from  his  own 
knowledge  of  Frost's  cement,  f/tal  no  Artijicial  Cement  equal 
ill  ejjicieiicy  to  the  hest  fl'uter  Cements  of  nutnre  was  ever 
produced,  until  the  utteinjit  teas  niade  ut  Chatham  (LX) 55 

That  .M.  Vicat'ssecond  Treatise  professes  to  be  a  compend- 
ions  statement  of  all  that  was  positively  known  at  that  time 
respecting;  the  qualities,  the  selection  and  the  most  suitable 
combination,  of  the  ingredients,  for  making  common  and  hy- 
draidic  mortars.  That  it  is  a  great  improvement  upon  the  first, 
which  was  rather  obscure  (LXl) ih. 

That  the  very  contradictory  opinions  which  prevailed  in 
France,  respecting  the  properties  ot  hydraulic  mortars,  and  the 
premature  ruin  of  many  important  pulilic  works  exposed  to  the 
action  of  water,  resulting  fron)  tlie  want  of  positive  knowledge 
on  this  important  suliject,  induced  M.  ^  icat  to  investigate  it 
experimentally.  That  his  first  |)ublication  drew  the  attention 
of  other  Engineers  and  Men  of  Scic  nee  to  the  same  subject. 
That  he  appears  to  have  met  with  encouragement  and  favour, 
and  that  the  utility  of  his  labours  is  acknowledged  by  .those 
who  differed  from  him  in  opinion  (lxi  continued) 5G 

M.  Vicut^s  Remarks  on  Lime  Stones  and  the  various  sorts 
of  Limes,  ivhich  they  produce. 

The  pure  and  mixed  carbonates  of  lime  defined.  Rules 
for  testing  them  by  acids.  Practical  mode  of  judging  of  the 
qualities  of  a  lime  stone  by  burning  and  slaking  it  by  immer- 
sion. The  five  several  effects  that  may  take  place  in  the 
slaking  of  a  lime.  That  when  slaked  each  specimen  must  he 
made  into  a  paste  and  covered  with  water  in  a  deep  glass,  and 
examined  daily  until  it  sets,  and  the  time  noted  (i.xii) ib. 

The  five  classes  into  which  INI.  Vicat  has  divided  the  limes 
of  France,  viz:  1st  Fat,  tid  Lean,  3rd  Moderately  Hydraulic, 
4th  Hydraulic,  5th  Eminently  Hydraulic  (lxii  continued)..      57 

That  fat  limes  are  either  pure  carbonates  of  lime,  or  such  as 
contain  a  very  small  proportion  of  silica,  alumina,  magnesia, 
&c.  I  hat  the  others  contain  a  greater  proportion  of  those 
ingredients,  the  eminently  hydraulic  limes  containing  the  most. 
(lxii  continued) 50 

Description  «.f  the  lime  kilns  approved  by  M.  Vicat.  That 
1  measure  of  coals  is  usually  required  for  burning  3  measures 
of  hard  lime  stone  in  FVance,  but  that  it  will  burn  a  greater 
pro|)ortion  of  soft  lime  stone  or  chalk  (lxiii) ib. 

His  description  of  the  several  modes  of  slaking  lime,  viz, 
1st  the  Common  Mode,  2dly  that  by  Immersion,  &:  3dly  SpoH' 
taneous  Slaking.  His  opinion  that  various  limes  require  to  be 
slaked  ditferently.     The  author's  doubts  as  to  the  accuracv  of 
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M.  Vicat's  opinions  on  tliis  hearl,  excepting  so  far  as  he  objects 
to  slaking  by  excess  of  water  (lxiv) 59 

O/'  the  IJydralcs  of  Lime. 

That  they  gradually  recover  carbonic  acid  gas  from  the 
atmosphere.  That  their  hardness  depends  upon  the  mode  of 
slaking  (lxv) Gl 

Of  the  Action  of  Water  upon  the  Hydrutes  of  Lime. 

That  water  dissolves  all  the  non-carbonated  parts  of  the 
hydrates  of  lime,  however  great  their  cohesion  may  be.  That 
water  is  absorbed  by  the  hydrates  of  fat  limes,  and  rejected  by 
those  of  .hydraulic  ones,  if  the  latter  be  immersed  in  a  fluid 
state.  That  the  hydrates  of  fat  limes  in  small  squares  may  be- 
come extremely  hard  and  take  a  line  polish,  but  that  those  of 
hydraulic  limes  ought  not  to  be  employed  for  practical  pur- 
poses (lxvi) G2 

The  author's  remarks  upon  some  of  M.  Vicat's  statements, 
which  are  in  contradiction  to  the  results  of  his  own  experiments 
(lxvi  continued) 63 

Of  the  Ingredients  ichich  combine  with  Lime,  in  the  forma- 
tion of  Common  or  Hydranlic  lilortars. 

M.  Vicat's  definition  of  .S«//f/.y  as  distinguished  from  Dust. 
That  calcareous  sands  are  seldom  found  in  nature.  Of 
Arenes  and  Psammiles,  or  argillaceous  sands  (lxvii) ib. 

Of  the  Natural  and  Artifciul  Puzzoianas. 

In  what  part  of  Italy  and  France  puzzoianas  are  found, 
and  of  what  component  parts  composed.  That  calcined  clays, 
arenes,  schistous  psammites,  &c,  &c,  as  well  as  fragments  of 
tiles  and  pottery,  will  make  artificial  puzzoianas,  but  of  different 
qualities  and  unequal  efficiency  (lxvi fi) 64 

Of  the  Qualities  of  the  Substances  ichich  unite  with  Lime, 
in  making  Common  or  Hydraulic  Mortar. 

M.  Vicat  classes  these  into  Very  Energetic,  Energetic, 
of  little  Energy  and  Inert,  and  explains  that  puzzoianas  pos- 
sess the  first  two  qualities,  arenes  psammites  and  clays  the 
third,  and  sands  the  last   (lxix) ib. 

M.  Vicat's  Rules  for  judging  of  the  Quality  of  Natural 
or  Artificial  Puzzoianas. 

That  he  proposes  to  test  them  by  acids  or  in  lime  water. 
That  the  author  tried  the  latter  mode  with  excellent  puzzoianas, 
and  could  not  obtain  the  effect  stated  by  INI .  Vicat  ( i.xx) . . . . .      65 

Of  the  best  mode  of  making  an  Artifcial  Pvzzohma. 

General  rules  for  burning  the  substances.  Three  modes  of 
burning  described,  the  two  first  only  suitable  for  experiments  on 
a  small  scale,  though  he  considers  them  better  if  equally  con- 
venient, than  the  third.  That  clay  for  this  purpose  must  be 
burned  rather  moderately  (lxx  continued) ib. 

Tiiat  artificial  puzzolanawas  made  extensively  by  the  Dutch 
as  an  article  of  commerce,  and  experimentally  by  several  men 
pf  science,  before  INI. Vicat  took  up  the  subject  (Note  to  lxx).     66 


CONTENTS    OF    APPENDIX  (m.  vicat's  opimons). 

O/llie  besl  Cuinbinutious  of  turious  Limes  ivilh  the  other 
Ingredients  fur  the  (Jomposilion  of  Mortars. 

That  weak  hvnraulic  limes  with  very  energetic  puzzolanas, 
hvdrauhc  liuies  with  puzzolauas  ot  Uttle  cnergj-,  and  eminently 
hydraulic  limes  with  sand,  will  form  water-setting  mortars. 
That  neither  fat  limes  nor  weak  hydraulic  limes  can  form  a  mortar 
capable  ol  acquiring  great  hardness  in  the  open  air,  and  of  re- 
sisting the  vicissitudes  of  weather ;  but  that  hydraulic  and 
eminently  hydraulic  limes  mixed  with  clean  sand  or  other  inert 
substances  may  succeed  ;  i.xxi) 67 

Of  Mortars  to  be  used  under  fVuter. 

Proportions  of  the  sand  and  other  ingredients.  DifTerent 
modes  of  slaking  suited  to  diflerent  limes.  Mode  of  mixing 
the  mortar.  That  mortar  is  spoiled  by  making  the  lime  paste 
too  fluid  (i,xxii; ib. 

Of  letting  Beton  down  into  its  Place. 

That  It  must  be  let  down  by  a  box,  not  by  shovels  or  through 
a  hopper.  That  the  courses  should  be  of  moderate  thickness. 
That  a  scum  is  formed  over  each,  which  must  be  got  rid  of. 
That  beton  must  not  be  rammed,  nut  hot  lime  used  in  making  it. 
The  author's  opinion,  from  reading  M.  \  icat's  statements,  that 
beton  is  a  very  precarious  mode  of  building  under  watt  r  (i.xxiii).     68 

Of  the  Action  of  Water  on  the  jnirts  of  Mortars  in  imme- 
diate contact  with  it. 

That  even  after  mortar  has  attained  some  consistency,  a  soft 
envelope  is  often  found  at  the  surface,  which  if  scraped  off  is 
succeeded  by  another.  That  this  sort  of  decomposition  is 
roost  remarkable  in  fat  limes.  That  in  still  water  it  has  its 
limits  (lxxiv) 69 

Of  the  Jnjiuence  of  Time. 

Remarks  on  the  setting  of  mortars.  Tliat  hydraulic  mor- 
tars continue  to  increase  in  hardness  during  the  third  year  of 
immersion  ;  but  those  made  of  powerful  hydraulic  limes  with 
siliceous  or  calcareous  sand  do  not  improve  perceptibly,  after 
the  second  year  (lxxv) 70 

Of  Mortars  exposed  to  Air  and  to  all  Weathers,  and  of 
the  Effect  produced  by  the  size  of  Sand. 

His  opinion  that  different  sorts  of  sand  fine  and  coarse  are 
suitable  to  different  limes.  That  all  dust  of  mud  or  clay  is  to 
be  reprobated   (i.xxvi) ib. 

Of  the  Proportions  of  the  Ingredients  for  Mortars  exposed 
to  Air,  and  of  the  proper  Manipulation  in  mixing  them,  and 
of  the  Mode  of  using  them. 

That  the  materials  should  be  wet  but  the  mortar  stiff.  That 
rapid  drying  is  injurious  to  mortars,  and  therefore  masonry 
should  be  watered  in  hot  weather.  His  opinion,  that  the  mor- 
tar of  fat  lime  should  not  be  used,  because  it  requires  400  or  500 
years  to  set  as  a  hard  substance,  which  it  does  only  in  the  center 
of  great  masses  of  masonry.  But  that  the  powerful  hydraulic  lime 
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mortars  in  small  masses  attain  or  approach  to  their  maximum  of 

hardness,  in  18  or  20  months  (lxxvii) 71 

Oj'  IJifdriinlic  and  Common  Mortars  constunlli/  exposed  to 
Damp  Earth. 

That  he  proposes  different  proportions  of  the  ingredients  for 
mortars  exposed  to  air  and  weather,  &  for  those  exposed  to  damp 
earth,  but  his  rules  for  these  proportions  are  obscure  (lxxviii).     72 

Of  the  Vicissitudes  to  tvhich  Hydraulic  and  Common  Mor- 
tars may  be  exposed. 

That  some  mortars  which  set  in  water  may  lose  their  co- 
hesiveness  in  dry  hot  air.  That  those  which  set  in  damp  earth 
may  continue  good  under  water,  but  fail  in  air:  but  that  good 
hydraulic  mortars  will  bear  all  these  changes  without  injury. 
That  frost  is  injurious  to  mortars  of  fat  limes  made  with  a  small 
proportion  of  sand,  but  that  after  2  years  the  danger  c«;ases. 
That  hydraulic  mortars  are  frost-proof  after  6  or  7  months(Lxxix).  ib^.. 
Of  the  Effect  <f  beating  Mortar. 

That  mortar  may  be  fashioned  in  moulds  to  any  form,  and 
then  beaten  or  rammed.  That  when  beaten  in  one  direction  it 
becomes  laminated.  That  M.  Vicat  has  mude  ornamental 
vases  with  hydraulic  mortar,  which  obtained  the  gold  medal  of 

the  Society  for  encouraging  Arts  in  France  (i.xxx) 73 

Of  the  Natural  Water  Cements  of  England,  Sfc. 
That  M.  Vicat  treats  of  these  in  a  manner  which  proves  his 
wantof  practical  knowledge  ofthe  use  of  them  (Lxxx  continued),     ib. 

Of  the  Comparative  Strength  of  Ancient  Mortars,  those  of 
the  middle  Ages  and  Modern  ones. 

His  remarks  on  the  history  of  the  art  of  making'  mortars. 
He  combats  as  a  prejudice  the  opinion  generally  received  in 
France,  that  the  ancient  Romans  possessed  some  secret  for 
making  superior  mortar,  unknown  to  the  moderns  (lxxxi).  . .      ib. 

M.  Vicat's  Mode  of  trying  the  Compuratice  Strength  of 
Limes  and  Mortars. 

That  he  prepared  rectangular  prisms  ofthe  hydrates  of  vari- 
ous limes,  and  of  their  mortars,  in  a  multiplicity  of  combinations 
of  more  or  fewer  of  the  several  ingredients.  That  at  the  end  of 
a  year  or  sometimes  more,  he  endeavoured  to  ascertain  their 
hardness  or  consistency  by  two  different  processes  (lxxxii)  .  .      74 

First  by  the  penetration  of  a  steel  point  loaded  with 
a  weight  and  dropped  upon  each  specimen.  Secondly  by 
breaking  down  his  experimental  prisms,  when  fixed  atone  end 
only,  by  a  box  into  which  fine  sand  was  gradually  poured, 

until  this  effect  took  place  (lxxxiii) ib. 

That  in  his  first  publication  of  1818,  the  resistances  are  ex- 
pressed by  the  actual  weights  under  which  each  specimen  broke 
down,  in  12  of  his  Tables,  but  that  in  10  others  they  are  ex- 
pressed by  other  numbers  deduced  from  calculation,  in  the 
inverse  proportion  of  the  squares  of  the  penetrations  of  the 
steel  point  (lxxxiii  continued).  , ,      ib. 
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That  ill  his  second  publication  of  18-28,  though  as  a  com- 
position much  supi'iior  to  the  other  in  clearness  and  arrange- 
ment, his  experiments  are  still  more  unsatisfactory  and  more 
incongruous  than  the  former,  having  been  tried,  partly  by  the 
penetration  of  a  steel  point,  partly  by  that  of  a  sort  of  boring 
apparatus,  and  partly  by  a  breaking  apparatus,  the  results  of 
which  have  been  reduced  to  a  certain  absolute  resistance  per 
superficial  centimetre,  in  reference  to  the  actual  dimensions  of 
his  experimental  prisms,  and  other  particulars,  and  to  the  actual 
weighls  which  broke  them  down,  but  none  of  which  are  stated; 
whilst  the  reductions  have  been  made  by  some  sort  of  calcula- 
tion, which  has  not  been  explained.  That  he  experimented  in 
the  same  manner  also  upon  the  resistances  of  building  stones 
(lxxxiii  continued) 75 

That  he  concludes  his  Treatise  by  stating  the  absolute  re- 
sistances, per  superficial  centimetre,  of  various  mortars  all  one 
year  old.  The  author's  opinion  that  this  is  not  a  just  mode  of 
estimating;  the  resistances  of  mateiials,  because  iM.  Vicat's 
experimental  prisms  were  acted  upon  as  beams  fixed  at  one 
end,  and  no  one  ever  thought  of  estimating  the  resistance  of 
beams  by  the  superficial  centimetre  or  inch  (Lxxxiv) 77 

That  M.  Vicat's  second  publication  has  been  translated  by 
Captain  Smith  of  the  Madras  Engineers  with  great  fidelity, 
excepting  that  he  has  changed  the  French  term  fat  lime  into 
the  less  appropriate  term  rich  lime  (Note  to  Lxxxiv) ib. 

Of  the  Proceedinrjs  of  General  Treussart  of  the  Royal 
Corps  of  Engineers  in  France,  extracted  from  a  Memoir  on 
Hi/druulic  Mortars  and  Common  Mortars,  published  by  him 
inXblQ. 

That  he  was  employed  at  Strashnrg  from  181G  to  1825, 
where  on  his  arrival  he  found  nothing  but  common  mortar 
used,  and  that  almost  all  the  masonry,  connected  with  the 
manoeuvres  of  water  or  subject  to  the  action  of  it,  was  in  a 
dilapidated  state,  and  required  to  be  reconstructed.  That 
from  former  experience  knowing  the  superioriiy  of  hydraulic 
limes,  he  himself  used  the  best  of  those  in  the  neighbourhood 
of  Strasburg.in  extensive  reconstructions  or  repairs  (lxxxv)  ,.     78 

That  being  ordered  in  1818  to  repeat  IVI.  Vicat's  experi- 
ments on  artificial  hydraulic  lime,  he  first  employed  two  Officers 
of  Engineers  to  make  some  according  to  that  gentleman's  rules, 
who  failed,  as  he  did  himself  afterwards,  but  that  he  finally 
succeeded  by  using  a  very  fat  clay.  'I'hat  still  being  dissatis- 
fied with  the  article  produced,  he  sent  for  some  artificial 
hydraulic  lime  from  the  manufactory  at  Mcudon,  which  was 
not  better  than  his  own  (Lxxxv  continued) ib. 

That  in  consequence  of  these  failures,  he  was  induced  to 
try  experiments  for  improving  common  lime  by  adding  artificial 
puzzolana  to  it,  burued  separately.    That  he  commenced  these 
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experiments  in  1821,  and  in  a  few  years  afterwards  publislied 
a  pamphlet  in  which  he  combated  several  of  M.  Vicat's  opinions 
(lxxxv  continued). ib. 

'I  hat  both  M.  Vicat  and  he  agree  in  one  point,  that  good 
hvdrauhc  hmes  should  be  used,  v\lienevir  they  can  be  had. 
If  not,  iVI.  Vicat  proposes  artiiicial  hydraulic  lime,  whilst 
General  Treiissart  prefers  conuu  ,n  lime  mixed  with  artificial 
puzzolnna  ( lxxxv l)     ib. 

The  author's  opinion,  that  the  failure  of  ftl.  Vicat's  method 
of  making  artiiicial  lime,  when  first  tried  by  the  French  Mili- 
tary Engineers  at  Slrasbnrg,  proceeded  entirely  from  the  error 
of  M.  Yicat  himself,  in  stating  all  clays  to  be  equally  good 
(lxxxvi  continued) .- , 79 

Cleiieral  Treiissuri'a  Observalions  on  the  Hluking  of  Lime. 

The  comn  on  mode,  slaking  by  immersion,  and  spontaneous 
slaking  desciibed.  That  fat  limes  imbibe  most  water  and  swell 
most  in  slaking :  that  the  hydraulic  limes  imbibe  less  water 
and  swell  less.  That  the  Boulogne  cement  discovered  by  an 
Englishman,  and  similar  to  the  Sheppy  cement  imbibed  the 
least  of  all  (lxxxvh) ib. 

(leiicral  Treiisscirt's  mode  of  experimenting  upon  the  Hy- 
draulic Properties  and  Strength  of  Limes  and  Mortars. 

That  he  reduced  his  quicklime  to  a  slaked  lime  powder  by 
one-fifth  of  its  bulk  of  water,  and  in  12  hours  afterwards  made 
it  up  into  hydrates  or  into  mortars,  by  mixing  it  with  water  alone,  ' 
or  with  puzzolana,  trass,  &.c,  also,  with  and  widiout  sand,  in 
little  wooden  boxes,  in  the  form  of  small  square  prisms,  which 
after  12  hours  he  immersed  under  water,  and  observed  every 
day  whether  they  had  begun  toset.and  noted  thetime(LXXXViii).    81 

That  at  the  end  of  a  year  he  took  his  experimental  prisms 
out  of  water,  reduced  the  whole  to  the  same  scantling  by 
grinding  them,  and  then  broke  them  down  by  weights  sus- 
pended over  the  center  of  each,  whilst  supported  at  both  ends. 
Tliatthe  author  afterwards  adopted  the  same  sort  of  apparatus 
for  estimating  the  comparative  resistance  of  materials,  which 
he  considers  much  more  satisfactory  than  M.  Vicat's  breaking 
apparatus,  and  infinitely  superior  to  IVl.  Vicat's  steel  point 
experiments,  to  which,  as  General  Trenssart  remarks,  no  value 
can  reasonably  be  attached  (lxxxix) ib. 

Of  the  Na'ural  IJi/draulic  Limes. 
That  General  Treussart estimated  their  comparative  resistance 
by  the  actual  weights  that  broke  them  down.  That  he  found 
the  hydrates  stronger  than  the  mortars  made  with  lime  and  sand, 
but  not  so  strong  as  the  mortars  of  lime,  sand,  and  trass  or 
puzzolana.  That  the  Boulogne  cement  was  weaker  than  some 
of  his  hydraulic  limes.  The  author's  opinion  that  this  inferiority 
must  have  been  caused  by  the  General's  having  treated  it  like 
a  lime,  which  could  not  fail  to  spoil  the  best  cement  (xc). ...     82 
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Of  the  buruiiKj  vf  Hydraulic  Limes. 

(ictuMal  'I'reussait's  opinions  as  to  llu;  supposed  superiority 
of  one  degree  of  huniiiig  iiulicated  In'  colour,  over  other  de- 
grees of  burning  of  llie  same  lime.     The  author's  doubts  as  to 

the  correctness  of  those  opinions  (xc  continued) 03 

Of  Artificial   Hydraulic  Limes. 

His  experimental   mixtures.     That  the  best  of  them  were 

those  in  which  he  used  pipe  clay  (xci) ib. 

Of  Hijdruulic  MorturSy  made  uilh  common  Lime  and 
Trass  or  Puzzoluna. 

That  the  puzzolana  used  by  him  yielded  rather  better  mortar 
than  the  trass.  That  he  found  that  puzzolana  or  trass  and  sand 
mixed  with  common  lime,  no  matter  how  stale,  made  a  good 
hydraulic  mortar.  That  he  considers  this  a  great  advantage  of 
common  lime,  over  the  hydraulic  limes,  which  are  always  in- 
jured by  being  allowed  to  become  stale  (xcii) 84 

That  the  author  cannot  object  to  this  opinion  of  General 
Treussart's  from  personal  experiment,  but  thinks  that  there 
must  be  some  fallacy  in  it,  as  (piickliuie  by  becoming  stale  is 
gradually  reconverted  into  a  carbonate,  in  which  state  lime  has 

no  cementing  properties  (xcii  continued) 85 

Of  Artificial  Puzzolana. 

Generar  Treussart's  remarks  on  its  antiquity,  and  on  the  la- 
hours  of  other  Gentlemen  who  preceded  him  in  his  researches. 
His  rule  for  ascertaining,  whether  common  bricks  are  good  for 
this  purpose.  The  author  thinks  that  bricks  should  not  be  used 
at  all,  but  agrees  with  General  Treussart  that  plastic  clays  fit 
for  earthenware,   are  the  best  raw  material    for  an   artificial 

puzzolana  (xciii) ib. 

His  remarks  on  the  burning  of  clays  for  this  purpose.  That 
in  burning  clays  with  wood,  the  lime  kiln  should  have  the  fire- 
places below,  like  brick  kilns  in  this  country,  and  should  be 
vaulted  over,  but  that  in  burning  them  with  coals  or  peats,  the 

common  inverted-cone-shaped  kiln  is  best  (xciv) 86 

That  General  Treussart's  experiments  seem  to  prove,  that 
the  best  of  his  artificial  puzzolanas  were  equal  to  the  natural 

puzzolanas  (xcv) ib. 

Of  the  Metallic  Oxides,  Coal  Ashes,  ^c,  as  Ligredients 
for  Hydraulic  Mortars. 

That  General  Treussart  considers  the  oxides  of  iron  and 
manganese  useless,  in  which  the  author  differs  from  him.  He 
states  that  some  coal  ashes  may  be  very  good,  such  as  those  of 
Tournay  ;   but  others  bad,  such  as  those  of  Strasburg.     That 

some  sorts  of  calcined  basalts  are  good  (xtvi) 87 

General  Treussart  thinks  that  exposure  to  a  draft  of  air, 
whilst  being  burned,  greatly  improves  artificial  puzzolana. 
That  the  best  artificial  puzzolanas  set  the  soonest,  but  the  best 
hydraulic  limes  do  not.  The  author  differs  from  him  in  opinion, 
in  respect  to  this  last  assertion  (xcvii) .     ib. 
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Of  Mortins  kepi   uinlcr  Water. 

That  he  allowed  the  hydraulic  limes  12  hours  to  slake  before 
he  made  thetn  into  luortar.  'I'hat  it'  kept  for  a  longer  period 
before  making  them  into  mortar,  their  resistance  diminished 
every  day,  so  that  in  7  days  3  fourths  of  the  original  resistance 
of  Obernai  lime  was  lost  (xcvni) 87 

Of  workiii<^  tip  Mortar  agnin  by  remixing  and  beating  it. 

That  mortars  of  common  lime  sand  and  trass,  if  immersed 
immediately  are  weaker  than  when  previously  allowed  some 
time  to  set  in  air.  That  remixing  and  beating  appeared  to 
improve  them.  The  author  doubts  the  advantage  of  this  pro- 
cess, unless  the  limes  were  at  first  imperfectly  slaked   (xcix).     ib> 

That  common  lime  and  sifted  trass  made  twice  as  strong  a 
mortar,  as  the  same  lime  and  coarse  trass.  That  trass  is  not 
injured  by  exposure  to  weather  (c) 88 

Of  the  Cause  of  the  Induration  of  Mortar. 

General  Treussart  does  not  think  that  there  is  any  chemical 
action  between  lime  and  sand,  but  he  conceives  that  a  chemical 
action  must  take  place  between  lime  and  puzzolana,  or  lime 
and  trass  (ci) 89 

That  there  is  always  a  diminution  of  volume  of  the  ingre- 
dients, in  making  mortar  (cii).  That  M.  Lacordaire  obtained  a 
superior  hydraulic  mortar  by  half  burning  hydraulic  lime,  slak- 
ing it  by  immersion,  grinding  the  portion  that  would  not  slake, 
and  mixing  the  whole  with  sand.  The  author  doubts  the  merit 
of  this  system  (cm) «*• 

General  Treussart  combats  the  common  opinion,  that  the 
setting  of  mortar  is  caused  by  the  lime  gradually  recovering 
the  carbonic  acid  gas,  driven  out  of  it  in  the  kiln,  and  gives  a 
Table  of  old  mortars  analyzed  by  Dr.  John  in  support  of  his 
own  opinions.  The  author  considers  that  this  Table  fully  proves 
the  common  opinion  to  be  correct,  and  confutes  that  of  the 
General,  who  does  not  appear  to  have  properly  considered  the 
details  of  the  above  analysis  (civ  and  the  Note  to  it) ib^ 

Of  Sands  and  Arenes. 

Remarks  on  various  sorts  of  the  former.  That  the  arenes  or 
argillaceous  sands  of  certain  localities  in  France,  had  long  been 
known  to  be  good  ingredients  for  hydraulic  mortar  by  the  com- 
mon country  masons  on  the  spot,  but  that  their  importance  had 
not  been  appreciated,  until  very  lately,  by  the  Engineers  of  that 
country.  The  author  suggests,  that  the  same  substance  may 
probably  be  found  in  this  country,  in  districts  where  softish 
clay  stone  abounds  in  a  state  of  disintegration  (cv) 9D 

Of  Betons. 

That  in  Belidor's  time,  the  term  beton  was  applied  to  the 
mortar  only,  but  that  it  now  signifies  hydraulic  mortar  mixed 
with  broken  stones  of  the  size  of  an  egg.  That  the  French 
beton  is  therefore  not  like  our  common  Fnglish  concrete,  but 

D* 
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like  that  of  the  sea  wall  at  Brij^hlon.     General  Treussart's  re- 
marks on  the  best  mode  of  mixing  and  using-  it.     Estimate  of 

workmen  required  to  execute  a  given  quantity  (cvi) 91 

That  he  docs  not  propose  beton  for  the  whole,  but  for  the 
foundations  only,  of  a  wall  exposed  to  running  water;  but  that 
in  still  water  it  may  be  raised  to  the  low  water  mark.  The  au- 
thor's opinion  that  it  ought  never  to  be  used  at  all,  except  for 

foundations  and  backing  (cvn) 02 

General  Remarks  on  Hydraulic  Mortars. 
That  hydraulic  limes  set  twice  as  quick  in  summer  as  in 
winter.  That  artificial  puzzolana  burned  in  a  current  of  air 
and  mixed  with  lime,  forms  a  hydraulic  mortar  that  will  set  in 
one  third  of  the  time,  that  mortar  of  the  same  substance  not 
burned  in  a  current  of  air  will  do.  'I'lie  author's  opinion,  that 
both  (ieneial  Treussart  and  M.  Vicat  attach  more  importance  to 

this  circumstance,  than  it  deserves  (cviii) 93 

Of   Mori ars  for  Air  made  with  Lime  and  Sand  or  Puzzolana. 
General  Treussart's  opinion  that  the  Romans  had  no  mystery 
or  nostrum  for  making  superior  mortar,  and  that  M.  De  la  Faye's 

and  M.  Loriot's  schemes  were  fallacious  (cix) ib. 

'that  age  is  not  the  chief  cause  of  the  goodness  of  mortars. 
That  mortar  made  of  common  lime  kept  a  long  time  after  slaking 
is  worse  when  mixed  with  sand,  than  the  like  mortar  of  the  same 
lime  when  used  immediately  after  slaking,  but  that  the  mortar 
of  old  common  slaked  lime  and  trass  or  puzzolana  is  good  (ex).     94 

That  mortar  of  2  measures  of  sand  to  1  of  common  lime  has 
some  resistance,  but  that  an  increase  of  sand  to  3  measures  ruins 
it.  That  these  results  are  not  confirmed  by  the  author's  experi- 
ments on  chalk  lime  mortars  (cxi) ii. 

Of  Mortars  made  of  Hydraulic  Lime,  mixed  uith  Sand  or 
Puzzolana. 

That  in  air  1  measure  of  hydraulic  lime  and  2  of  sand  have 
less  resistance  than  1  of  hydraulic  lime  1  of  sand  and  1  of  trass. 
That  this  does  not  agree  wiih  the  author's  experiments.  That 
the  staleness  of  slaked  hydraulic  lime  injures  the  mortar  when 
sand  alone  is  used,  but  less  when  sand  and  trass  are  used  with 
the  lime.  That  common  lime,  sand  and  the  puzzolanas,  make 
a  stronger  mortar  for  water  and  air,  than  the  hydraulic  limes 
mixed   with  sand  only.     That  this  is  borne  out  by  the  author's 

experiments  (cxii) 95 

That  General  Treussart's  hydrates  were  stronger  than  the 
mortars  of  some  of  his  hydraulic  limes.  That  the  hydrate  of 
the  Boulogne  cement  was  weaker  than  thdse  of  several  of  his 
hydraulic  limes.  'I  lie  author's  opinion  ihat  this  could  only  have 
proceeded  from  General  Treussart  having  spoiled  the  former  by 

using  it  injudiciously  (cxii  continued) '.      ib. 

That  the  mortar  of  old  stale  common  lime  paste  mixed  with 
forge  cinders  was  much  weaker,  than  that  of  the  same  lime  paste 
mixed    with    the    natural    or  artificial   puzzolanas.     That   the 
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resistance  of  mortar  of  sand  and  lime,  whether  common  or  hy- 
draulic, is  much  increased  by  previously  grinding  the  sand  to 
powder  (cxir  continued) &3 

Observations  on  Mortars  exposed  to  Air. 

That  his  experiments  are  unfavourable  to  the  system  of  keep- 
ing common  lime  slaked  any  length  of  time  before  it  is  used,  for 
mortars  in  which  it  is  to  be  mixed  with  sand  alone.  General 
Treussart's  opinion,  that  no  common  lime  mixed  with  sand  alone 
can  make  a  durable  mortar,  and  that  therefore  none  of  theancient 
Roman  buildings  now  extant  could  possibly  have  been  built  in 
this  manner,  but  must  have  had  puzzolana  or  trass  mixed  with 
their  mortar.  Also  that  common  lime  and  sand  mortars  should 
never  be  used  at  all  (cxiii) 96 

The  author  agrees  with  General  Treussart  that  no  common 
lime  will  ever  make  a  strong  mortar  with  sand  alone  ;  but  not  as 
to  the  perishable  nature  of  such  mortar  in  air,  of  which  the  pre- 
sent state  of  Rochester  Castle  is  a  confutation.  Had  the 
General's  opinion  been  correct,  this  ancient  edifice,  built  with 
common  chalk  lime  mortar  and  sand,  ought  now  to  be  a  mass  of 
ruins  (cxill  continued) if>' 

Of  Artificial  Stones,  and  Betons  exposed  to  Air. 

That  General  Treussart  now  declares  an  opinion  in  favour  of 
artificial  stone  or  beton  much  stronger  than  he  had  done  before, 
recommending  it  for  most  of  the  purposes  to  which  natural  stone 
of  good  quality  is  applied  (cxiv) "' 

That  Colonel  Finot  constructed  a  vault  of  beton  upon  stone 
piers  :  and  that  the  floors  and  walls  of  some  vaults  at  Strasburg, 
which  were  lower  than  the  high  water  level  of  the  river  and 
ditches,  were  rendered  serviceable,  after  being  secured  by  beton. 
That  air  and  water-tight  granaries  may  be  made  of  beton  (cxv).     ii. 

That  beton  may  be  used  for  aqueduct  bridges  to  pass  canals 
over  rivers,  and  for  widening  wharfs  by  making  them  project 
over  the  usual  water  way  (cxvi) * 98 

That  beton  might  be  used  for  the  revetments  of  Fortresses 
in  some  parts  of  the  North  of  France,  where  chalk  coated  with 
bricks  is  now  used  for  that  purpose.  That  vegetation  would  not 
attach  itself  to  the  outer  surface  of  beton  revetments  (cxvil) . .     ib. 

That  houses  of  beton  may  be  constructed  in  moulds,  in  the 
same  way  as  those  of  Pise  in  the  South  of  France  (cxvlll) ....      ib. 

That  military  bomb-proofs,  such  as  casemates,  powder  ma- 
gazines, &c,  may  be  constructed  either  entirely  of  beton,  or  of 
masonry,  or  brickwork  built  with  hydraulic  lime,  and  coated 
with  beton  (cxix) '^• 

His  opinion  that  beton  would  be  better,  for  securing  the  ex- 
treme ends  of  the  chains  of  a  suspension  bridge,  than  common 
masonry,  &:c.  (cxx) 99 

The  author's  remarks  on  the  above.  That  General  Treussart's 
opinions  deduced  from  his  own  experiments  upon  limes  and 
mortars  are  of  great  importance  ;  but  that  in  his  observations 
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on  beton  atid  artificial  slone,  wliicli  are  almost  entirely  specula- 
live,  he  has  been  led  away  by  the  same  sort  of  enthusiasm  which 
prevailed  in  this  country  a  few  yeais  ago,  and  which  induced 
many  persons  to  suppose  that  concrete  and  artificial  stone  would 
supersede  stone  altoj^ether.  That  the  failures  of  artificial  stone 
in  her  Majesty's  Dock-yards  at  Woolwich  and  Chatham  have 
since  brought  that  substance  to  its  proper  levtl,  by  reducing  it 
from  the  rival  to  the  humble  companion  and  assistant,  of  stone 
masonry  or  of  brickwork  laid  in  cement.  1  hat  the  author's 
experiments  have  proved,  that  the  resistance  of  the  best  artificial 

stone  is  not  one  tenth  part  of  that  of  I'ortland  stone  (cxxi) 99 

Farther  remarks  of  the  same  tenour.  That  General  Treussart 
would  have  doue  better,  had  he  left  out  far  the  greater  part  of 
his  observations,  recommendiiiir  beton  or  artificial  stone  for  pur- 
poses, to  which  our  recent  experience  in  this  country  has  proved 
it  to  be  either  incompetent  or  of  very  inferior  value  (cxxil).  .  .      ib. 

Remarks  on  the  sort  of  paper  warfare,  that  appears  to  have 
taken  place  at  one  time  between  M.  Vicat  and  General  Treussart 
in  France.  That  the  former  has  avoided  every  things  like  contro- 
versy in  his  last  publication.  That  the  latter  on  the  contrary, 
has  always  made  a  point  of  noticing  every  thing,  in  which  he 
difi'ered  from  M.  Vicat's  opinions.  That  in  this  respect  the 
General  is  to  be  commended,  because  in  those  particulars  in 
which  two  men  of  talent  both  investigating  the  same  important 
subject  experimentally  think  alike,  the  chances  are  f/tal  t/iei/ 
i7iiist  lie  right,  but  that  when  they  draw  directly  contrary  results 
from  their  respective  experiments,  one  must  be,  and  both  may  be 
wrong,  and  therefore  it  is  proper  to  draw  the  attention  of  the 
public  pointedly  to  these  controverted  matters,  in  order  that 
more  conclusive  experiments  may  decide  the  question  (cxxiii).   100 

That  the  opinions  of  M.  Vicat  and  General  Treussart  do  not 
essentially  di  Her  except  in  one  point,  for  neither  of  them  denies  the 
efficiency  of  the  system  proposed  by  the  other  altogether,  though 
he  prefers  his  own  as  belter.  That  they  both  agree  in  condemn- 
ing the  mortar  of  fat  limes  equivalent  to  the  chalk  lime  of  the 
South  of  England.  That  the  recent  practice  of  our  best  British 
Architects,  though  probably  not  influenced   by  those  French 

authors,  is  in  conformity  to  their  opinion  (cxxiv) , 101 

That  the  author  considers  them  both  to  be  i:i  error  in  con- 
demning the  excellent  water  cements  of  England,  but  that  in 
other  respects  their  labours  in  investigating  the  properties  of 
common  and  hydraulic  linres,  mortars  and  pnzzolanas,  are  of  the 
highest  impt)rtance,  and  will  be  useful  not  merely  to  the  service 
of  Fraiice,  but  of  all  nations.  That  where  they  differ,  he  con- 
siders General  Treussarts  straightforward  mode  of  experiment- 
ing and  of  recording  the  residts  of  his  experiments  without 
altering  them  by  calculation,  to  be  so  much  more  satisfactory 
than  M.  Vicat's,  that  he  places  much  more  confidence  in  the 
former.     That  none  of  their  experiments  afford  the  means  of 
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jiitl<;iiigof  Ihe  comparative  adhesiveness  of  mortars,  which  is  one 
of  their  most  important  properties,  and  which  is  not  in  propor- 
tion to  or  commensurate  with  their  resistance,  as  has  generally 
been  supposed  (cxxv) 101 

That  the  author  prefers  General  Treussait's  system  of  mak- 
ing; an  artificial  puz'.olana  to  be  used  with  common  lime,  to  >1. 
Vical's  artificial  hydiaulic  lime,  the  former  beui°:  an  expedient 
equally  efficient  with,  and  simpler  and  cheaper  than  the  latter. 
That  neither  of  these  are  equal  to  cement  (cxxvi) 102 

Oj  tlie  Asphallic  Cement  of  Seyssel  recently  introduced  in 
France. 

That  the  materials  for  tlie  cement  are  found  at  Pyrimont, 
one  lea^jue  north  of  Seyssel.  Their  component  parts  stated. 
That  asphaltic  cement  was  known  and  used  in  France  before  the 
middle  of  the  last  century,  on  one  occasion  by  the  celebrated 
Buffon  :  but  that  it  is  only  recently  that  it  has  come  into  exten- 
sive use  for  foot  pavements,  floors,  kc.  The  mode  of  preparing 
and  using  it  (cxxvii) 103 

Certificates  of  French  Officers  in  its  favour.  That  it  has 
been  used  for  the  roofs  of  buildings  at  Douai  (cxxviii) 104 

Certificates  of  English  travellers  in  its  favour.  That  the 
casemates  of  the  Citadel  of  Quebec  were  coated  with  a  composi- 
tion resembling  Lord  Stanhope's  cement  about  12  years  ago.  Sir 
HobertSmirke's  opinion,  that  this  composition  wiih  rubbish  over 
it  is  better  forvaults,  than  fortheflat  roofs  of  buildings  (cxxix).    105 

In  a  pamphlet  published  by  Mr.  Simms  on  the  asphalte  of 
Seyssel,  it  is  staled  that  an  artificial  cement  of  a  similar  nature, 
proposed  in  Paris  by  other  parties  in  competition  with  it,  had 
failed.  The  author  thinks,  from  the  chemical  analysis  of  the 
component  parts  of  the  cement  of  Seyssel,  that  it  is  scarcely 
possible  to  fail,  in  making  as  good  a  cement  by  artificial  means, 
(cxxx) ib. 

The  author's  opinion  that  this  sort  of  cement  may  be  very 
useful,  but  that  its  being  likely  to  supersede  several  different  sorts 
of  materials  long  used  and  all  approved,  as  the  best  for  various 

purposes,  is  doubtful  (cxxx continued) ib. 

Colonel  Fanshawe's  Memoranda  and  Remarks  on  Hydraulic 
Limes. 

Four  different  sorts  used  in  the  new  works  at  Water  Port 
Gibraltar  in  1791  and  1792.  A  fifth  used  by  the  Dutch  for 
coating  the  casemates  of  the  new  Citadel  at  Ghent  (cxxxi).   . ,    106 

Experiments  on  l/ie  Slrencjth  of  vurions  Sorts  of  Uuricich 
and  Slieppy  Cement  Stones,  by  Mr.  J.  Mitchell  of  Slieerness 
Dock-yard. 

llisbreakingdown  apparatusand  mode  ofexperimcntingexplaiu- 
ed,  and  the  comparative  resistance  of  each  sort  stated  (cxxxii).   107 

Mr.  Griffith's  Report  of  the  Gases  contained  in  the  Blue 
Clay  of  the  Mcdway. 

Description  of  the  apparatus  used.  That  4000  grains  of  fresh 
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blue  clay  measuring  llA  cubic  inches  yielded  355  cubic  inches 
of  carbonic  acid,  carbonic  oxide  and  hydrogen  gas  (cxxxill) . .    108 

Analysis  of  the  Brown  Pit  Clay  of  Upnor,  and  of  the  Blue 
Alluvial  Clay  of  the  Meduay,  by  Michael  Faraday,  Esq. 
LL.D  ,  F.R.S.,  ifc,  Ac. 

The  specific  gravity  and  component  parts  of  each  staled. 
Mr.  Faraday's  opinion,  respecting  the  gases  io  the  latter.  Re- 
marks on  the  above  (cxxxiv) 109 

Analysis  of  Trass  and  Puzzolana. 

Component  parts  of  those  used  by  Mr.  Stevenson  in  the  Bell 
Rock  Lighthouse  (cxxxv) 110 

Component  parts  of  the  trass  and  puzzolana  used  by  General 
Treussart  at  Strasburg,  from  the  analysis  of  M.  Berthier,  in  the 
form  of  a  Table,  which  contains  also  a  prior  analysis  of  trass  and 
puzzolana,  but  probably  not  of  the  same  quality  as  the  former 
(cxxxv  continued) Ill 

Analysis  of  some  Water  Cements, 

Analysis  of  the  Sheppy  cement,  stone  and  of  the  Boulogne 
cein-nt  stone  by  M.  Drapier,  extracted  from  General  Treussart's 
publication  (cxxxvi) ib. 

A  nalysis  of  two  sorts  of  Sheppy  cement,  of  Southend  cement, 
Yorkshire  cement  and  Harwich  cement,  by  Mr.  Porrett  chief 
clerk  of  the  Storekeeper's  Department  of  the  Ordnance,  in  the 
form  of  a  Table  (cxxxvi I  continued) 112 

Analysis  of  some  Hydraulic  Limes. 

First  of  the  limestone  of  Lyme  Regis  by  Dr.  Carpenter  in 
1820,  communicated  by  Captain  Savage,  R.K.  Secondly  of  the 
limes  of  Obernai  and  of  Metz,  by  M.  Berthier,  extracted  from 
General  Treussart's  publication  (cxxxvii) ib. 

Of  the  Superior  Mortars  or  Stuccos  made  in  India. 
That  the  natives  of  India  had  no  knowledge  of  natural  water 
cements  similar  to  those  of  England.  That  Lieutenant  or  Cadet 
W.  W.  Saunders  of  the  Madras  Engineers  first  made  an  artificial 
cement  similar  to  the  author's  at  Calcutta  in  1831.  That  he 
found  that  some  of  the  kunkurs  or  lime  stones  of  that  country  had 
hydraulic  properties  (cxxxvi 1 1) ib. 

The  mode  of  making  flat  roofs  in  Bengal  described,  accord- 
ing to  information  received  from  Major  Hutchinson  of  the  Bengal 
Engineers  (cxxxvi  ii  continued) 113 

Captain  Smith  states,  in  the  notes  to  his  Translation  of  M. 
Vicat's  Treatise,  that  the  natives  of  India  improve  common  lime 
by  mixing  it  up  with  Jaghery  water,  or  a  weak  solution  of  coarse 
sugar  in  water,  which  he  says  enables  common  raorlar  made  of 
calcined  shells  toresist  theairforcenturies(txxxVIll  continued),     ib. 

Captain  Smith's  description  of  the  ingredients  for  making 
and  mode  of  applying  the  celebrated  external  stucco,  termed 
CAf/Ham,  used  at  Madras  (cxxxix) ib. 

Proceedings  in  India  relative  to  the  Carbonate  oj  Mag- 
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nesia,  which  has  been  proposed  to  be  used  as  a  Cement,  in  the 
Madras  Presidency. 

That  the  author  found  on  inquiry,  that  the  water-setting' 
property  of  the  carbonate  of  magnesia  had  been  discovered  in 
India,  by  Mr.  J.  Macleod  a  Surgeon  in  the  Company's  Service, 
some  time  before  the  same  property  had  become  known  to  him, 
in  the  course  of  his  experiments  at  Chatham  (cxl) 114 

That  Mr.  Macleod  had  been  employed  by  Sir  Thos.  Munro 
to  endeavour  to  discover  some  hydraulic  lime  in  India,  that  might 
be  used  as  a  substitute  for  the  water  cements  of  England,  which 
were  very  expensive  in  that  country.  That  he  first  proposed  the 
use  of  the  carbonate  of  magnesia  in  18"i7,  and  that  it  was  ap- 
proved on  trial  the  same  year,  but  nothingdone  till  ]So5,  when 
a  Committee  of  Engineers  and  Medical  Officers  made  a  favour- 
able report  of  it.  That  it  is  very  abundant  near  Salem  and 
Trichinopoly  in  the  Madras  Presidency  {cxl  continued) ib. 

More  detailed  Description  of  Mr.  Brunei's  Semi-arches, 
in  reference  to  Articles  59  arid  319. 

Correction  of  an  omission  in  Article  59,  in  which  the  eleva- 
tion of  the  North  side  only  of  those  semi-arches  was  given,  by 
adding  the  description  and  drawing  of  the  South  side  also,  which 
was  ditierent  from  the  former.  The  Civil  Engineer  and  Archi- 
tect's Journal  quoted.  The  number  of  pieces  of  pantile-lalh 
bond,  and  of  pieces  of  hoop-iron  bond  accurately  stated.  31r. 
Brunei's  opinion  that  the  former  bond,  if  preserved  a2:ainst 
decay,  is  as  good  as  the  latter.  The  author  thinks  that  hoop 
iron  is  not  liable  to  rust  in  cement  joints.  Mr.  Howe's  sugges- 
tion of  the  expediency  of  heating  the  iron  and  allowing  hot  lin- 
seed oil  to  dry  upon  it  (cxli). 116 

Further  Information  respecting  Asphaltic  or  Bituminous 
Cements. 

That  subsequently  to  those  Articles  of  .the  Appendix,  in 
which  he  noticed  the  Asphaltic  cement  of  Seyssel,  being  printed, 
the  athor  saw  no  less  than  22  Joint  Stock  Companies  for  the 
sale  of  Asphaltic  or  Bituminous  Cements  advertised  in  the 
Times  Newspaper,  the  amount  of  the  Capitals  advertised  being 
more  than  two  millions  and  a  half  in  all,  not  including  three  of 
those  "i'i  companies,  whose  proposed  Capitals  had  not  yet  been 
stated.  That  Mr.  John  Henry  Cassel  was  the  first  who  took  out 
a  patent  for  a  bituminous  cement,  in  1S34,  and  who  in  one  of  his 
recent  advertisements  threatens  all  the  other  companies  without 
exception  with  prosecution,  if  they  sell  any  of  their  cements 
without  his  permission.  That  specimens  of  Claridge's  asphaltic 
cement  of  Seyssel  may  be  seen  on  the  pavement  near  Whitehall, 
and  in  the  Zoological  Garden,  Regent's  Park  (cxLii) 117 

Observations  on  the  Proportions  of  Blue  Alluvial  Clay 
and  of  Brown  Pit  Clay,  proper  for  making  the  best  Artificial 
Cement  in  combination  with  Pure  Chalk,  in  reference  to  Ar- 
ticle 363  and  the  Jirst  Paragraph  of  Article  366. 


CONTENTS     Of     APPENDIX    (FtWtl,  FOR  BUUMNC  CEMENT,  4c.)- 

/'age 

Thai  ill  using- iliflereiit  soils  of  clay  as  iuirredieiilsfor  an  arllfi- 
cial  cemeni,  one  must  have  recourse  III  txperimenl  for  delerinininnf 
the  best  |)id|torlion  of  each,  instead  of  alteinptins;  lo  delerniine 
this   puinl  from   their  coiii|)arative  chemical  analysis  (txMli).    120 

Of  the  Artificial  Cement  made  b\j  Major  White  of  the 
Roi/al  Sta(/'  Corps,  at  Hijthe. 

That  on  receiviuij  the  author's  pamphlet  of  1830,  Alajor 
White  made  some  artificial  cement  according-  lo  the  rules  therein 
laid  down,  which  he  used  in  various  parts  of  the  Royal  Military 
Canal  exposed  to  the  action  of  water,  and  whirh  he  considers 
equal  to  the  best  water  cements  of  nature.  Tlial  Major  While 
used  a  pit  clay,  with  which  the  author's  proportions  of  1830 
were  better  calculated  to  produce  a  fjood  artificial  cement,  than 
with  the  alluvial  clay  then  used  by  the  author  himself  (cxr.iv).     ib. 

Remarks  on  the  Comparative  Weiyht,  4"c,  of  Cement 
Stones,   in  reference  to  Article  372. 

That  there  are  from  25  to  27  cubic  feet  of  Sheppy  pebbles 
and  broken  Harwich  cement  stone  to  the  average  ton  weight. 
That  any  given  quantity  of  cement  powder  closely  packed  will 
occupy  oidy  about  two  thirds  of  the  space,  previously  required 
for  c<mtaining  the  (luantity  of  broken  cement  stone,  from  which 
it  was  produced  (cxLv) 121 

Proportions  of  Fcicel  necessary  for  burning  Ceinent  on  a 
f/reat  scale,  in  reference  to  Article  377. 

That  very  small  kilns  requireagreater  proportion  offew(rl  than 
larger  ones.  That  I  measure  of  coals  may  burn  from  8  to  10  mea- 
sures of  the  natural  cement  stones,  or  sometimes  even  more.  That 
1  measureof  coals  will  burn  10  measures  of  Frost's  artificial  ce- 
ment, it  being  perfectly  dry.  That  in  the  common  lime  kilns  in 
the  South  of  En-jland,  I  measureof  coke  or  coals  will  burn  from 
5  to  7  measures  of  broken  chalk  (cxi.v  l) ib. 

Probable  Comparative  Expense  of  Artificial  Cement,  in 
reference  to  Article  37B. 

That  Messrs.  I'rancis  and  White  after  purchasing  Mr.  Frost's 
artificial  cement  works  in  Swanscomb  parish,  were  in  the  habit 
of  selling  their  artificial  c(.'mento3';  per  cent,  cheaper  than  their 
natural  cement,  but  probably  with  rather  less  profit.  Hence  the 
author  is  of  opinion  that  artificial  cement  ol  superior  quality, 
made  according  to  the  rules  laid  down  by  him,  would  bear  a 
higher  price  than  Frost's,  and  might  be  sold  25  per  cent 
cheaper  than  the  natural  cements,  with  equal  profit  to  the 
manufacturer  (ex I, VI l) ib. 

Observations  on  Coal  Ashes,  and  on  the  Peroxide  or  Ittisl 
of  Iron,  as  Ingredients  for  improving  Mortar. 

That  coal  ashes  improve  mortar  in  a  slight  degree.  That 
the  rust  from  the  Ijotlom  of  iron  posts,  or  from  iron  pipes  laid 
in  the  ground,  gradually  consdiidates  the  gravelly  soil  nearthenr. 
That  the  author  long  tiied  to  cement  sand  and  gravel  by  the 
peroxide  of  iron,  but  failed,  which  was  probably  owing  to  their 
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having  been  quite  clean,  and  without  any  mixture  of  clay,  as  in 
the  natural  ground  (cxlviii) 122 

Confirmation  of  Opinions  previously  advanced,  that  the 
Mortar  of  weak  Hydrazdic  Limes  ought  not  to  be  used  for 
Wharf  Walls,  ^c,  'Sfc. 

That  the  opinion  stated  in  various  parts  of  thisTreatise,  that  the 
hydraulic  limes  and  especially  the  weaker  ones  cannot  resist  the 
action  of  water,  unless  their  external  joints  be  protected  by 
cement,  was  proved  by  the  gradual  wasting  away,  in  the  course 
of  a  few  years,  and  more  especially  since  the  late  severe  winter 
of  1837-8,  of  the  outside  mortar  of  the  wharf  wall  adjoining  to 
the  new  Baths,  Rochester,  built  with  Hailing  lime,  and  of  that 
of  Messrs.  Gladdish's  wharf  wall,  between  Gravesend  and  North- 
fleet,  built  2  or  3  years  ago  with  blue  lias  lime,  which  has  been 
new  pointed  lately  in  consequence  (cxlix) ib- 

Final  Remarks  on  Common  Chalk  Lime  Mortar. 

That  in  consequence  of  greater  experience  and  continual 
observation  since  the  first  sheets  of  this  work  were  printed,  the 
author  finds  himself  compelled  to  retract  an  opinion  expressed 
in  Article  10,  in  favour  of  chalk  lime  mortar  as  being  good  for 
dry  situations,  provided  that  the  external  joints  were  protected 
against  beating  rains.  That  he  is  now  of  opinion,  that  all  that 
can  be  said  in  favour  of  chalk  lime  mortar  is,  that  it  is  better 
than  none.  That  when  wet  it  is  a  pulp  or  paste,  and  when  dry 
it  is  little  better  than  dust,  into  which  it  may  be  converted  by 
the  slightest  blow  of  a  workman's  tool  (cl) 123 

That  the  opinion  held  out  recently,  that  flame-burned  chalk 
lime,  which  is  sold  at  a  higher  price  than  common  kiln-burned 
chalk  lime,  is  of  a  superior  quality  to  the  latter,  is  not  founded  on 
any  chemical  property  of  chalk,  and  is  therefore  a  perfect  fal- 
lacy. That  nothing  but  mixing  it  with  trass  or  with  good  natural 
or  artificial  puzzolana,  can  improve  chalk  limeso  far,  as  to  render 
it  fit  either  for  concrete  in  wet  soil,  or  for  the  construction  of 
walls  of  any  importance,  whether  exposed  to  air  or  water. 
(cL  continued) ib. 
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PRELIMINARV   OBSERVATIONS,  AND   GENERAL   STATEMENT 
OF  THE  COURSE  OF  EXPERIMENTS  PURSUED. 

(1)  In  1826,  in  consequence  of  having  received  an 
order  the  year  before,  from  his  Grace  the  Duke  of  Welling- 
ton, then  Master-General  of  the  Ordnance,  that  Practical 
Architecture  was,  in  future,  to  form  a  part  of  the  Course 
of  Instruction  for  the  Junior  Officers  of  the  Corps  of 
Royal  Engineers,  attending  the  Establishment  at  Chatham, 
under  my  direction  ;  I  was  induced  to  investigate  the  pro- 
perties of  water  cements  and  limes,  and  adopted  a  very 
simple  and  expeditious  mode  of  testing  them ;  and  after- 
wards I  tried  a  great  number  of  experiments,  in  hopes  of 
obtaining  an  artificial  cement  from  a  mixture  of  chalk  and 
clay.  The  clay  experimented  upon  was  an  excellent 
brick-loam  from  Darland  in  this  neighbourhood,  which  I 
was  induced  to  use  in  preference  to  any  other,  in  conse- 
quence of  the  celebrated  Smeaton,  in  his  researches  into 
the  qualities  of  lime  stones,  having  declared  that  those 
adapted  for  building  under  water  were  all  composed  of  a 
mixture  of  lime  and  of  a  clay  suited  for  brickmaking,*  so 
much  so,  that  after  dissolving  the  lime  out  of  several  of 
those  stones,  by  an  acid,  he  found  the  residue  to  be  clay  of 
such  a  quality,  that  on  being  burned,  it  was  converted  into 
a  sound  red  brick,  \^hich  experiment  of  Smeaton  I  had 
myself  also  verified.  But  after  the  efforts  of  several 
months,  all  my  experiments  with  chalk  and  brick  loam 
having  completely  failed,  I  gave  up  the  pursuit,  under  the 
impression,  however,  that  the  thing  was  practicable,  and 
that  it  would  or  might  be  done  hereafter  by  a  person  more 
skilful  in  chemistry  than  myself. 

•  See  Smeaton's  Narrative  of  the  Building,  &c.  of  the  Edystone  Ligbt- 
liODSP,  book  iii.  chap.  4. 
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(2)  In  1828,  my  Friend  and  Brother  Officer  Major 
Reid  having  come  to  reside  at  Chatham  for  a  lew  months, 
chiefly  from  the  interest  he  took  in  tlie  Architectural  Course, 
then  in  progress,  requested  me  to  show  him  not  only  the 
mode  I  had  adopted  of  testing  the  natural  cement  and  lime 
stones,  w  hich  had  proved  perfectly  satislactory,  but  also  in 
what  manner  I  had  attempted  to  form  an  artificial  cement. 
I  was  at  first  reluctant  to  repeat  any  of  those  experiments, 
which  I  told  him  could  only  lead  to  certain  failure,  but  on 
his  expressing  a  strong  wish  to  see  them  notwithstanding,  1 
complied  with  his  request;  and  as  my  stock  of  brick-loam 
from  Darland  was  at  this  time  expended,  and  that  place 
was  nearly  two  miles  distant,  a  dillerent  clay  was  used  in 
lieu  of  it,  which  to  our  mutual  surprise  and  satisfaction 
formed  an  excellent  artificial  water  cement.  This  unex- 
pected success  was  owing  to  my  having  given  directions  to 
a  soldier,  whom  I  employed  in  such  experiments,  to  mix 
two  parts  of  pulverized  chalk  and  one  part  of  clay  together, 
w  ithout  specifying  what  kind  of  clay,  and  he  fortunately 
selected  the  blue  clay  of  the  IMedway  as  being  the  nearest 
to  the  spot,  and  which  on  this  account  had  been  used  by 
the  Corps,  to  secure  the  powder-hoses  of  our  experimental 
military  mines,  when  prepared  for  explosion. 

(3)  Mere  accident  having  thus  led  me  to  resume  under 
more  favourable  circumstances  an  investigation,  that  I  had 
entirely  abandoned  as  hopeless,  and  having  soon  after  dis- 
covered what  I  supposed  to  be  the  cause  of  the  failure  of  the 
brown  and  the  success  of  the  blue  clay,  I  proceeded  to  try 
many  hundred  experiments  of  a  satisfactory  nature ;  and 
have  succeeded  in  rivalling  the  most  powerful  natural  water 
cements  by  a  great  number  of  artificial  compounds,  which 
appear  to  possess  the  same  properties,  but  are  generally  of 
a  much  lighter  colour.  I  was  engaged  in  this  i)ursuit  for 
more  than  three  years ;  in  which  the  winter  months  were 
chiefly  devoted  to  experiments  on  a  small  scale,  tried  gene- 
rally in  crucibles  in  a  common  fire  place,  whilst  the  summer 
months  were  employed  in  burning  my  artificial  cement  in 
sufficient  quantities  for  the  practical  purposes  of  building. 
My  first  efforts  to  make  good  cement  on  a  great  scale  in 
the  summer  of  182J)  failed,  in  consequence  of  some  very 
extraordinary  and  unforeseen  difficulties,  that  had  not 
come  to  light  in  working  on  a  smaller  scale;  but  in  the 
summer  of  1830,  these  difficulties  were  surmounted, 
and  my  artificial  cement  has  since  been  applied  with 
success  to  all  the  practical  purposes  to  which  the  natural 
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cements  have  as  yet  been  used,  of  which  conspicu- 
ous and  satisfactory  specimens  may  be  seen  at  or  near 
Brompton  Barracks,  Chatham.  Two  small  brick  tanks  or 
reservoirs  have  been  lined  with  it,  both  perfectly  water 
light,  one  in  a  garden  attached  to  the  Barracks,  another  at 
a  little  distance  from  them  near  some  cottages  occupied  by 
married  Soldiers  of  the  Corps.  It  has  been  applied  as 
stucco  to  the  brickwork  of  all  the  gateways  of  the  Barracks, 
and  to  the  coating  of  two  brick  sentry  boxes  at  the  principal 
entrance.  It  has  been  run  in  moulds  into  the  form  of 
ornamental  vases  and  chimney  pots.  It  has  stood  the 
severest  frosts ;  and  in  tenacity  it  was  found  rather  superior 
to  Harwich  cement  of  good  quality,  as  was  proved  by 
experiments,  that  will  hereafter  be  noticed. 

(4)  At  the  period  alluded  to,  I  knew  nothing  of  the 
researches  of  M.  Vicat  in  France,  who  had  previously 
succeeded  in  obtaining,  by  artificial  means,  limes  having 
what  the  French  term  *'  hydraulic  properties,"  which  cor- 
respond with  what  are  styled  the  water  limes  of  this  country. 
And  it  was  not  till  several  years  afterwards,  that  I  heard 
of  a  patent  having  been  taken  out  in  1818  by  Mr.  Maurice 
St.  Ledger  of  Camberw  ell,  for  making  a  lime  with  a  mix- 
ture of  pulverized  chalk  or  other  lime  stone  and  clay :  but 
I  was  well  acquainted,  and  in  occasional  communication 
from  time  to  time,  with  Mr.  Frost,  who  had  actually 
established  a  manufactory  of  artificial  stone  and  cement 
near  Northfleet  before  I  commenced  my  operations.  I  shall 
hereafter  briefly  describe  the  proceedings  of  these  gentle- 
men, and  also  of  General  Treussart  in  France,  so  far  as 
they  have  come  to  my  knowledge.  In  the  mean  time  I 
shall  explain  my  own,  commencing  with  some  preliminary 
observations,  on  the  distinction  between  the  various  kinds 
of  stones,  that  supply  lime,  plaster,  or  cement  for  building. 

OF  THE   PURE  LIME   STONES,   AND  OF  THE  MORTAR  THAT 
MAY  BE  MADE  WITH  THEM. 

(.5)  The  pure  limes  are  those  which  consist  entirely  of 
carbonate  of  lime,  that  is  of  lime  combined  with  carbonic 
acid  gas  or  fixed  air,  in  the  proportion  of  about  5  parts  by 
weight  of  the  former  to  4  of  the  latter ;  and  they  are  all  white, 
such  as  pure  chalk,  and  the  Carrara  marble  used  by  Statu- 
aries, which  are  the  purest  lime  stones  in  nature. 

When  a  small  piece  of  chalk  or  white  marble  is  put 
into  a  glass  of  muriatic  or  nitric  acid,  diluted  by  about  an 
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equal  quantity  of  water,  the  carbonic  acid  gas  is  expelled 
violently  with  great  elTers  cscence,  and  the  lime  is  entirely 
dissolved  in  the  liquor,  which  consequently  retains  its 
original  colour  and  clearness.  The  same  elVect  will  be 
produced  by  these  acids  in  their  pare  or  concentrated 
state,  but  it  is  best  to  dilute  them. 

(())  When  chalk  or  white  marbleare  exposed  toastrong 
red  heat  tor  a  sufficient  time,  as  in  the  process  of  being 
burned  in  a  kiln,  the  carbonic  acid  gas  is  also  driven  oft",  and 
the  stone  is  converted  into  Quick  Lime,  in  which  state  it  will 
have  lost  about  four  ninths  of  its  weight,  and  if  a  fragment 
of  it  be  now  dropped  into  a  glass  ot  the  diluted  acids 
before  mentioned,  no  eft'ervescence  will  take  place.  The 
quicklime  thus  produced  is  capable  of  slaking,  tliat  is  if  a 
certain  quantity  of  water  be  added  to  it,  it  will  fall  to  pieces 
with  great  heat,  assuming  the  form  of  a  tine  white  powder, 
which  after  being  sifted  is  mixed  up  with  sand  and  an 
additional  quantity  of  water,  to  form  mortar  for  building. 

Quick  lime  will  also  gradually  slake  by  exposure  to  the 
atmosphere,  especially  in  damp  weather,  and  in  this  case 
the  heat,  which  we  may  presume  always  attends  the  process 
of  slaking,  is  not  perceptible. 

The  pure  or  w  hite  chalk,  which  is  the  Upper  Chalk  of 
the  Geologists,  is  always  found  mixed  with  Hints,  which 
are  thrown  aside  in  preparing  it  for  the  kiln,  but  occasionally 
there  are  also  small  portions  of  other  siliceous  matter 
imbedded  in  the  same  chalk,  which  cannot  be  detected 
until  alter  it  is  burned,  and  are  then  known  by  their  not 
slaking.  These  pieces  technically  termed  Core,  which  will 
not  pass  through  the  sieve,  when  the  lime  is  slaked  for  mak- 
ing mortar,  are  always  thrown  away.  Portions  of  the  pure 
chalk  itself  are  also  rejected  as  core,  if  they  will  not  slake 
from  having  been  underburned,  which  sometimes  happens. 

The  powder  formed  by  slaking  quick  lime  with  water  is 
called  Hydrate  of  Lime,  as  it  consists  at  first  of  a  mixture  of 
sol  id  i  tied  water  and  of  quick  lime.  One  cubic  foot  of  chalk 
lime,  burned  in  pieces  not  exceeding  the  size  of  a  nmn's 
list,  weighs  on  an  average  35  lbs,  and  is  consequently  the 
produce  of  about  63  lbs.  of  dry  chalk.*  AVhen  gradually 
slaked  with  the  proper  quantity  of  water,  which  occupies 
about  two  hours  and  a  half,  it  will  till  the  space  of  one  cubic 
foot  and  five  sixth  parts  of  a  foot,  and  by  the  solidification 

•  One  cubic  foot  of  solid  chalk  perfectly  dry  weiglis  95  lbs.  but  on 
breaking  it  into  small  pieces  for  burning,  a  cubic  foot  measure  will  only 
contain  G3  lbs.  of  the  same  chalk  of  fair  level  measure. 
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of  the  water  during  this  process,  its  weight  will  have  in- 
creased from  35  to  about  50  lbs,  or  in  the  proportion  of7  to 
10.  But  when  one  cubic  foot  of  pure  quicklime  is  pounded 
dry  without  slaking,  it  will  only  occupy  about  two  thirds  of  a 
cubic  foot  in  the  state  of  powder.  Thus  pure  quicklime 
powder  does  not  occupy  much  more  than  one  third  of  the 
space  of  the  slaked  lime  powder  produced  firom  the  same 
quantity  of  chalk,  their  respective  bulks  being  as  4  to  11. 

(7)  When  pure  lime  after  being  burned  is  pounded  and 
made  up  into  a  ball  with  water,  it  becomes  very  hot  in  a 
few^  minutes,  and  bursts  with  a  kind  of  explosion  into 
several  pieces,  Avhich  are  sometimes  throw  n  to  a  little  dis- 
tance. If  such  a  ball  be  put  into  a  cup  full  of  water,  it 
also  generally  bursts,  but  much  less  violently,  and  the 
pieces  generally  swell  in  the  w  ater.  Sometimes  it  swells  into 
a  soft  pulpy  mass,  of  a  much  larger  size,  which  eventually 
falls  to  pieces,  being  first  ditfused  through  and  discolouring 
the  water,  which  it  renders  warm,  if  the  cup  be  small. 

The  smallest  proportion  of  w  ater  capable  of  forming  a 
ball  with  quicklime  powder  is  one  part  of  the  former  to 
three  of  the  latter  by  measure.  On  increasing  the  compara- 
tive dose  of  w  ater,  by  using  one  measure  of  this  fluid  to  only 
two  measures  of  quicklime,  a  much  thinner  paste  will  be 
produced,  but  this  also  will  form  a  ball,  which  will  fall  to 
pieces  like  the  former,  though  not  so  soon  nor  so  violently. 

(8)  It  was  before  stated,  that  well-burned  lime  fresh 
from  the  kiln  contains  no  carbonic  acid  gas,  and  when  first 
slaked  it  seems  for  the  moment  to  be  still  free  from  it  or 
nearly  so ;  but  it  begins  to  imbibe  this  gas  immediately 
afterwards,  which  may  be  known  by  its  effervescing  in  the 
diluted  acids,  and  in  process  of  time  all  slaked  lime  whether 
mixed  w  ith  sand  or  not,  appears  to  recover  the  whole  of 
the  carbonic  acid  gas  previously  driven  ofl'  in  the  kiln. 
Hence  the  lime  contained  in  old  mortar  is  reconverted  into 
its  original  chemical  state  of  carbonate  of  lime.  Accord- 
ingly we  found,  on  putting  a  piece  of  old  mortar  into  a  glass 
of  diluted  muriatic  acid,  that  the  lime  dissolved  witii  efter- 
vescence,  leaving  the  sand  at  bottom  ;  and  also  on  burning 
a  piece  of  old  mortar  in  a  brisk  fire  for  three  or  four  hours, 
the  lime  contained  in  it  w  as  evidently  reconverted  into  quick 
lime,  for  on  adding  w  ater  to  it,  it  slaked  in  the  usual  manner 
with  great  heat,  and  fell  to  pieces  together  w  ith  the  sand 
which  had  been  mixed  with  it,  and  on  remixing  them  alter 
this  took  place,  they  formed  excellent  fresh  mortar,  proba- 
bly similar  in  quality  to  the  original  state  in  which  the  same 

hftr}    horr\  used,  niorr.  iV.on  Imlf  n  rentiirv  bclblC. 
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(9)  The  sand  used  in  making  mortar  should  be  sharp, 
that  is  anguhxr  not  round,  and  clean,  that  is  free  tVom  all 
eartliy  matter,  or  other  tlian  siliceous  particles.  Hence 
Road  Scrapings  always,  as  being  a  mixture  of  sand  and 
mud,  and  Fit  Sand  frenerally,  as  being  scarcely  ever  with- 
out a  proportion  of  clay,  should  be  washed  before  tliey  are 
used,  which  is  seldom  necessary  in  river  sand,  this  being 
cleaned  by  the  force  of  the  current  which  is  the  cause  of 
its  formation.  None  but  clean  sharp  sand  \\iil  ever  form 
good  mortar,  and  the  intimate  mixture  of  the  sand  and  lime, 
which  should  be  done  with  a  moderate  quantity  of  water,  is 
of  no  less  importance. 

I  have  ascertained  by  repeated  experiments,  that  one 
cubic  foot  of  well  burned  chalk  lime  fresh  from  the  kihi 
weighing  35  lbs  as  aforesaid,  when  w  ell  mixed  with  3]  cubic 
feet  of  good  river  sand,  and  about  1  i  cubic  foot  of  water, 
produced  about  34  cubic  feet  of  as  good  mortar  as  this 
kind  of  lime  is  capable  of  Ibrming.* 

A  smaller  proportion  of  sand  such  as  2  parts  to  1  of  lime 
is  however  often  used,  which  the  workmen  generally  prefer, 
although  it  does  not  by  any  means  make  such  good  mortar, 
because  it  requires  less  time  and  labour  in  mixing,  which 
saves  trouble  to  the  labourers,  and  it  also  suits  the  conve- 
nience of  the  masons  and  bricklayers  better,  being  what  is 
termed  tougher,  that  is  more  easily  w  orked.  If  on  the  other 
hand,  the  sand  be  increased  to  more  than  the  above  propor- 
tion of  3i,  it  renders  the  mortar  too  short,  that  is  not  plastic 
enough  for  use,  and  causes  it  also  to  be  too  friable,  for  excess 
of  sand  prevents  mortar  from  setting  into  a  compact  adhesive 
mass.  In  short  there  is  a  certain  just  proportion  between  these 
two  ingredients,  which  produces  the  best  mortar,  which  I 
should  say  ought  not  to  be  less  than  3  nor  more  than  3^ 
parts  of  sand  to  I  of  lime,  that  is  when  common  chalk  lime 
or  other  pure  limes  are  used,  for  difl'erent  limes  require 
difl'erent  proportions. 

When  the  proportion  of  sand  to  lime  is  stated  in  the 
above  manner,  which  is  done  by  Architects  as  a  j)art  of 
their  specification  or  general  directions  for  the  execution  of 

•  Some  readers  may  be  surprised,  that  this  mortar  should  occupy  ratlier 
less  space  tlian  the  sand  aloue  originally  did,  before  the  lime  and  water  were 
added  to  it.  The  principal  reason  is  that  dry  sand,  and  all  dry  loose  materials 
generally,  settle  into  a  much  smaller  space  when  wetted.  Hence  the  same 
quantity  of  sand  njcasured  dry,  then  moist,  and  afterwards  wet,  will  occupy 
unequal  spaces.  The  clean  sharp  river  sand  rather  moist  used  by  us,  weighed 
about  87  lb*  per  cubic  foot.  On  gradually  pouring  water  upon  it  in  the 
measure  it  settled  down  from  12  to  9j  iuclies  in  height,  thus  occupying  only 
four  fifths  of  the  ^pacr,  which  it  had  before  filled. 
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a  building,  it  is  always  understood,  when  nothing  is  ex- 
pressed to  the  contrary,  that  the  parts  stated  are  by  fair 
level  measure  for  the  lime,  and  by  stricken  measure  for  the 
sand,  and  that  the  lime  is  to  be  measured  in  lumps,  in  the 
same  state  in  which  it  comes  from  the  kiln,  without  slaking 
or  even  breaking  it  into  smaller  pieces.  It  is  of  some  im- 
portance that  this  shall  be  fully  understood,  because  we  have 
shown  in  Article  6,  that  quick  lime  from  the  kiln  occupies 
when  pounded  a  much  smaller  space,  and  when  slaked 
into  powder  a  much  larger  space,  than  it  originally  tilled. 
Without  occasionally  having  recourse  to  actual  mea- 
surements such  as  the  above,  it  is  impossible  to  form  any 
just  estimate  of  the  proper  proportions  of  lime  and  sand 
for  mortar ;  but  no  such  measurements  are  usual  or  neces- 
sary in  practice,  because  the  expert  labourer  employed  in 
this  operation,  on  receiving  general  directions  to  use  as 
much  sand  as  possible  without  making  the  mortar  too  short, 
will  from  habit  serve  out  the  proper  proportions  of  lime 
and  sand  with  all  necessary  accuracy,  without  measuring 
them. 

THAT  THE  PURE  LIMES,  SUCH  AS  CHALK-LIME,  &c,  ARE 
GOOD  FOR  DRY  SITUATIONS,  BUT  UNFIT  FOR  THE  PUR- 
POSES OF  HYDRAULIC  ARCHITECTURE,  AND  EVEN  FOR 
THE  EXTERNAL  JOINTS  OF  BUILDINGS. 

(10)  The  pure  carbonates  of  lime  form  a  good  mortar 
for  all  dry  situations,  and  for  inside  work,  but  not  for 
building  in  damp  or  wet  situations,  in  which  they  never 
set,  as  the  process  of  induration  is  technically  termed  by 
workmen,  but  always  remain  in  a  soft  pulpy  state.  If 
exposed  to  running  water,  or  to  the  sea,  as  in  the  facing  of 
wharf  walls,  ^c,  the  lime  is  removed  by  degrees,  partly 
dissolving  and  partly  separating  from  all  the  external  joints, 
leaving  the  sand  unprotected,  which  is  also  washed  away, 
and  the  destruction  of  the  mortar  will  be  followed  by  the 
downfal  of  the  front  of  the  wall,  if  built  of  bricks,  or  of 
rubble  work  composed  of  small  irregular  stones. 

The  unfitness  of  pure  lime  for  the  purposes  of  hydraulic 
architecture  has  been  proved  by  several  striking  circum- 
stances, that  have  come  under  my  personal  observation,  of 
which  I  shall  only  mention  a  few.  First,  a  great  portion 
of  the  boundary  wall  of  Rochester  Castle  having  been  com- 
pletely undermined,  nearly  throughout  its  whole  thickness, 
which  was  considerable,  whilst  the  upper  part  of  the  same 
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wall  was  left  standing,  I  had  always  ascribed  this  remarkable 
breach  to  violence,  considering  it  as  having  been  the  act  of 
persons  intending  to  destroy  the  wall  for  the  sake  of  the 
stone  ;  but  on  examining  it  more  accurately,  after  I  had 
begun  to  study  the  subject  of  limes  and  cements,  I  observed 
that  the  whole  of  tliis  breached  part  was  washed  by  the 
Medway  at  high  water,  and  that  all  the  mortar  of  a  small 
l)ortion  of  the  back  part  of  the  foot  of  the  wall  still  left 
standing  was  quite  soft,  but  that  towards  the  ordinary  high 
water  level  it  became  a  little  harder,  and  that  above  that 
level  it  was  perfectly  sound  and  hard.*  I  observed  the 
same  process  at  tlie  outer  w  all  of  Cockham  \yood  Fort,  in 
this  neighbourhood,  which  was  also  washed  by  the  Medway, 
and  of  which  the  lower  part  had  been  undermined  in  the  like 
manner,  and  the  bricks  of  which  it  was  composed  carried 
away. 

(il)  I  believe  however  that  the  above  process  is  very 
tedious,  and  that  it  may  require  a  great  number  of  years  for 
Avater  to  undermine  a  wall  built  of  pure  lime  mortar.  But 
I  have  ascertained  that  water  has  the  same  clfect  on  the 
oldest  mortar,  if  made  of  pure  lime.  For  on  taking  a  piece 
of  the  upper  part  of  the  same  wall  of  Rochester  Castle,  in 
which  the  mortar  was  perfectly  good  and  sound,  and  also  a 
fragment  of  an  excellent  brick  wall,  within  Chatham  Lines, 
supposed  to  have  been  built  in  the  time  of  the  American 
war,  and  in  which  the  mortar  was  also  remarkably  good,  and 
putting  thcin  both  into  a  vessel  of  water  near  a  pump,  and 
changing  the  water  every  day  for  about  a  year,  tiie  mortar 
of  both  was  dissolved  out  of  all  the  external  joints,  and 
several  of  the  stones  of  the  former,  as  well  as  of  the  bricks 
of  the  latter,  became  unconnected  and  fell  to  pieces. 

(12)  Tt  is  to  be  remarked,  that  this  elTect  only  takes 
place,  when  the  water  is  constantly  changed,  because  the 
proportion  of  lime,  that  can  be  dissolved  in  any  given 
quantity  of  water  is  very  small,  and  accordingly  after  having 
begun  to  act  upon  a  fragment  of  masonry  by  the  method 
before  described  of  changing  the  water  daily,  and  having 
thus  dissolved  part  of  the  mortar  in  the  external  joints,  on 
leaving  the  water  afterwards  unchanged  for  about  six 
months,  I  found  that  no  further  efl'ect  had  taken  place. 
For  as  the  w  ater  was  saturated  w  ith  as  much  lime  as  it  w  as 

•  This  breach  can  no  longer  be  seen,  having  been  repaired  some  years 
ago,  wlien  tlic  ground  outside  of  it,  wiiich  was  covered  witli  several  feet  of 
water  every  tide  and  by  mud  at  low  water,  was  also  raised  higher  than  the 
level  of  spring  tides,  and  protected  by  a  wharf  wall,  so  as  to  form  an  agree- 
able walk  for  the  inhabitants  of  Hocbestcr. 
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capable  of  dissolving,  it  lost  the  power  of  acting  upon  the 
remainder  of  the  mortar,  which  therefore  continued  un- 
injured and  perfectly  sound.  But  the  water  to  which 
masonry  is  exposed  in  nature  is  always  changing  by  rain  or 
filtration,  even  when  stagnant,  so  that  pure  lime  mortar 
should  never  be  used  in  building  under  water,  or  in  marshy 
situations. 

(13)  Pure  lime  is  so  little  capable  of  resisting  the 
action  of  water,  that  it  is  unfit  even  for  the  external 
joints  of  walls  exposed  to  the  common  vicissitudes  of 
the  atmosphere.  For  by  degrees  the  beating  rains,  to 
which  tlie  outside  of  such  walls  is  subject,  will  gradually 
destroy  the  mortar  of  all  those  joints  to  a  certain  depth,  as 
may  be  observed  by  inspecting  old  walls  built  with  chalk 
lime  mortar,  which  have  not  been  meddled  with  for  some 
years.  Hence  after  a  certain  time,  it  becomes  absolutely 
necessary  to  make  good  all  those  joints  with  fresh  mortar, 
and  this  process  technically  termed  pointing,  if  done  with  the 
same  kind  of  lime,  must  frequently  be  renewed,  and  is  so 
troublesome  and  expensive ;  that  it  should  be  avoided 
as  much  as  possible,  by  pointing  all  the  external  joints  of 
walls  built  with  chalk  lime  mortar  with  cement,  or  with 
some  superior  kind  of  lime,  as  soon  as  it  shall  become  ne- 
cessary ;  which  may  not  be  the  case  until  some  years  after 
the  building  is  finished.  I  apprehend,  that  it  should  not 
be  done  from  the  first,  which  might  appear  the  most  natural 
and  obvious  arrangement,  because  mortar  made  of  chalk  lime 
being  slower  in  setting  and  consequently  longer  compressible 
than  any  other,  allows  the  upper  part  of  a  wall  to  sink 
by  degrees  to  rather  a  lower  level,  which  effect  technically 
termed  settling,  although  imperceptible  to  a  common  ob- 
server, is  well  known  to  persons  of  any  experience  in 
building,  and  the  amount  of  which  depends  chiefly  on  the 
number  of  horizontal  joints.  Walls  built  with  the  water 
limes  settle  less,  and  those  built  with  cement  are  entirely 
free  from  this  action,  because  the  cement  used  in  the  loweV 
courses  sets  too  soon,  for  the  weight  of  brickwork  or 
masonry  added  above  to  make  any  impression  on  the  joints. 
Now  though  the  difterence  of  settlement,  even  between 
those  extremes  may  be  very  small,  it  docs  not  appear  prudent 
to  use  more  than  one  species  of  mortar  in  the  same  horizon- 
tal joints  of  a  building,  especially  as  it  would  give  trouble 
to  the  workmen  and  occasion  loss  of  time. 

(14)  Pure  lime  mortar  has  sometimes  been  used  for 
the  backing  of  wharf  walls,  the  front  or  facing  of  which  has 
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been  protected  by  water  cement,  usually  to  the  depth  of 
about  IJS  inches  or  two  bricks  thick,  Irom  the  outside  of  the 
wall.  Even  this  system,  though  it  does  not  like  the  former, 
described  in  Article  10,  involve  the  entire  ruin  of  the  wall, 
is  highly  to  be  reprobated.  The  cement  protects  the  pure 
lime  mortar  from  the  direct  action  of  water  in  mass,  but  not 
against  wet  or  damp,  because  the  moisture  penetrates 
through  the  pores  of  the  brickwork  and  of  the  cement,  and 
although  not  in  sufficient  quantity  to  dissolve  the  pure  lime 
mortar,  it  eflectually  prevents  it  from  setting,  so  that  it  always 
remains  in  a  state  of  soft  pulp,  and  is  ol  no  more  use  towards 
the  consolidation  of  the  wall,  than  so  much  moist  clay. 

(15)  I  have  seen  this  circumstance  exemplified,  u hen 
part  of  the  old  wharf  wall  of  Dover  Harbour  was  pulled 
down  some  years  ago,  and  also  when  part  of  the  wharf  wall 
of  the  old  Gun  Wharf  at  Chatham,  faced  with  stone  but 
backed  with  brickwork,  has  been  laid  open  occasionally  for 
temporary  purposes,  the  backing  mortar  in  both  of  which  was 
in  the  state  of  pulp.  The  same  effect  was  also  observable 
in  the  wharf  wall  as  well  as  in  a  basin  wall  of  His  Majesty's 
Dock-yard  at  the  last-named  place,  which  were  both  built 
entirely  with  bricks.  In  those  walls  the  front  of  the  brickwork 
consolidated  by  cement  was  perfectly  strong  and  in  one  com- 
pact mass,  whilst  the  backing  mortar  of  the  same  walls  was 
quite  soft  and  moist,  and  in  respect  to  the  old  wharf  wall 
of  the  Dock-yard  in  particular,  when  part  of  it  was  ordered 
to  be  pulled  down  in  the  winter  of  1834,  the  workmen  were 
obliged  to  blast  the  brickwork  of  the  front  of  it  towards  the 
river  with  gunpowder,  this  part  having  been  laid  in  Sheppy 
cement,  to  the  thickness  of  three  feet ;  but  after  having  got 
rid  of  this  strong  facing  they  removed  the  backing  "by 
spades,  which  they  introduced  horizontally  into  the  soft  pulpy 
joints  of  the  mortar,  and  thus  turned  over  each  course  of 
bricks  with  greater  ease,  than  the  operation  of  sod  cutting 
in  a  meadow  could  have  been  performed  by  the  same  tool. 

OF  GYPSUM,  ALABASTER,  OR  PLASTER-STONE. 

(16)  This  stone  which  supplies  the  Plaster  for  cornices, 
ornamental  ceilings,  &c,  and  also  for  the  casts  or  models  of 
Statuaries,  is  very  hard,  and  when  pure  of  a  handsome 
white  colour  not  unlike  white  marble,  and  in  this  its  natural 
state  it  is  usually  called  Alabaster. 

It  is  known  not  to  be  marble,  by  being  insoluble  in 
diluted  acids,  which  have  no  action  upon  it,  and  also  from 
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the  circumstance,  that  when  burned  in  the  manner  proper 
lor  burning  lime  it  will  neither  slake,  nor  will  it  even  form 
plaster  tit  for  use. 

(17)  The  Gypsum  fit  for  the  purposes  of  building  and 
of  the  Arts,  is  the  Granular  or  Massive  Sulphate  of  Lime, 
which  when  analyzed  is  said  to  contain  about  one  third  of 
its  whole  weight  of  lime,  rather  less  than  one  half  of  its 
whole  weight  of  sulphuric  acid,  and  about  one  fifth  of  its 
whole  weight  of  water.* 

To  test  this  stone  chemically,  pound  a  small  quantity  of 
it  in  a  mortar,  and  pour  the  powder  into  a  Florence  flask 
half  full  of  distilled  water,  and  boil  it  for  about  a  quarter  of 
an  hour  over  a  spirit  lamp.  Filter  the  turbid  mixture, 
through  a  paper  filter,  by  means  of  a  funnel,  letting  it  drop 
into  a  glass.  Pour  the  clear  liquor  into  a  couple  of  glasses, 
into  one  of  which  pour  afterwards  a  few  drops  of  the 
muriate  or  nitrate  of  Baryta,  which  is  a  test  of  sulphuric 
acid,  and  into  the  other  a  few  drops  of  the  oxalate  of  am- 
monia, which  is  the  most  delicate  test  of  lime.  Each  of 
these  will  form  a  precipitate,  the  former  indicating  the  pre- 
sence of  the  sulphuric  acid,  and  the  latter  of  the  lime. 

(18)  The  quality  of  gypsum  may  be  ascertained  practi- 
cally, in  a  very  satisfactory  manner,  by  the  following  simple 
process.  Pulverize  a  quantity  of  the  stone  and  place  it  in 
a  shallow  iron  or  tin  dish,  over  a  brisk  fire,  and  stir  it  con- 
tinually. In  a  short  time,  the  water  which  was  solidified  in 
the  gypsum  will  be  driven  off  in  steam,  with  so  much 
violence,  that  the  powder  will  be  agitated  in  the  vessel  with 
all  the  appearance  of  boiling.  When  the  disengagement  of 
steam  is  no  longer  perceptible,  hold  a  dry  warm  wine  glass 
inverted  over  the  powder,  and  if  the  inside  of  it  should 
show  no  appearance  of  moisture,  you  may  be  assured  that 
your  gypsum  has  been  burned  enough,  and  that  the  powder 
now  called  plaster  is  in  a  state  fit  for  the  use  of  the  Plas- 
terer or  Statuary.  To  judge  of  its  quality  mix  a  small 
quantity  of  it  with  water  in  the  form  of  a  ball,  and  it  will 
set  w  ith  moderate  heat  into  a  very  hard  fine  w  hite  substance, 
and  will  even  continue  setting  under  water,  but  being  par- 
tially soluble  in  that  liquid  in  process  of  time,  it  is  not 
applicable  to  the  purposes  of  hydraulic  architecture. 

Another  method  of  preparing  gypsum  for  use  is  to 
break  it  into  small  pieces,  and  bake  it  in  an  oven,  and 
afterwards  grind  it  to  powder.     Both  methods  are  used  by 

*  See  Brande's  Manual  of  Clieniistry,  in  which  the  proportions  are  stated 
as  2G*5  of  lime,  37*5  of  sulphuric  acid,  and  17  of  water.     Total  81. 
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the  British  Manufacturers  of  this  article,  uho  generally  use 
English  stone,  and  yet  the  plaster  made  by  them  is  com- 
monly termed  I'laster  of  Paris,  near  which  city  gypsum 
abounds,  and  from  whence  it  probably  was  first  imported 
into  this  country. 

(19)  Plaster  exposed  to  air  gradually  imbibes  moisture, 
\vhich  always  injures  and  in  process  of  time  entirely  spoils 
it,  for  in  fact  it  reconverts  it  into  the  same  chemical  state, 
as  in  the  original  stone.  Hence  the  powder  prepared  for 
sale  is  always  preserved  in  air  tight  casks  or  in  sacks.  If 
spoiled,  it  may  be  recovered  by  burning  it  again. 

OF  THE  WATER  LIMES  OR  HYDRAULIC  LIMES,  HOLDING 
AN  INTERMEDIATE  PLACE  BETWEEN  THE  PURE  CAR- 
BONATES or  LIME  AND  THE  WATER  CEMENTS,  AND  OF 
THE  MORTARS,  CONCRETE  AND  ARTIFICIAL  STONE, THAT 
MAY  BE  FORMED  WITH  THEM. 

(20)  The  Water  Limes  or  Hydraulic  Limes  are  com- 
posed of  carbonate  of  lime,  generally  mixed  with  silica,  and 
alumina,  and  the  oxide  of  iron,  and  occasionally  with  traces 
or  very  small  proportions  of  other  substances.  Take  away 
the  carbonate  of  lime  from  this  compound,  and  the  remaining 
parts  are  the  same  as  the  component  parts  of  the  brown  or 
blue  clays  of  nature.  Hence  these  lime  stones  are  also 
termed  Argillaceous  Lime  Stones.  They  all  have  more  or 
less  the  property  of  setting  in  watery  or  damp  situations, 
and  therefore  they  are  exceedingly  useful  for  the  purposes  of 
hydraulic  architecture,  and  nothing  can  be  better  for  the 
foundations  and  backing  of  wharf  walls;  but  even  these  limes 
Mhcn  exposed  to  running  water  are  partially  soluble,  and 
tiicrefore  it  is  desirable  to  protect  the  external  joints  of 
wharf  walls,  built  w  itii  mortar  made  of  these  limes,  by  some 
superior  kind  of  water  cement.  For  this  purpose  Puzzolana 
from  Italy,  and  Trass  from  the  Rhine  usually  termed  Dutch 
Terrace  were  formerly  used.  Recently,  these  two  sub- 
stances, both  of  which  are  considered  of  volcanic  origin, 
have  been  superseded  by  the  water  cements  of  England, 
misnamed  Roman  Cements,  lor  the  purpose  of  mystery  or 
for  enhancing  their  value,  by  the  ingenious  patentee,  wlio 
first  discovered  their  strong  hydraulic  properties  and  intro- 
duced them  into  general  use. 

(21 )  The  blue  Lias  lime  stones  are  considered  the  strongest 
water  limes  of  this  country,  and  are  found  on  opposite 
sides  of  the  Bristol  Channel  near  Watchct  in  Somersetshire 
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and  Aberthaw  in  Glamoriranshire,  and  also  at  Lyme  Regis  in 
Dorsetshire.  The  first  ot  these,  mixed  with  Piizzolana  was 
used  by  Smeaton  in  building  the  Edystoue  Lishthouse.  The 
Dorking  or  Merstham  lime,  and  the  Hailing  lime  so  termed 
from  a  village  on  the  left  bank  of  (he  Med  way  above  Roches- 
ter, but  which  is  also  found  near  Burham  on  the  opposite 
side  of  the  same  river,  though  not  possessing  such  stron^ 
hydraulic  properties,  are  also  much  esteemed ;  and  these  two 
limes,  the  former  of  which  is  considered  rather  the  best  are 
more  used  in  the  metropolis  than  the  blue  Lias,  probablv  from 
the  greater  proximity  of  the  quarries  where  they  are  found, 
and  from  very  little  land  carriage  being  required  for  either'. 

All  the  w  ater  lime  stones  are  of  a  bluish  grey  or  brown 
colour,  which  is  communicated  to  them  by  the  oxide  of 
iron.  They  are  usually  termed  Stone  Lime  by  the  Builders 
of  the  Metropolis,  to  distinguish  them  from  common  chalk 
lime,  but  so  far  improperly,  that  the  Dorking  lime  stone  is 
not  much  harder  than  chalk,  and  the  Hailing  lime  stone  is 
actually  a  chalk  and  not  harder  than  the  pure  chalk  of  the 
same  neighbourhood,  from  which  it  is  only  distinguished  in 
appearance  by  being  a  little  darker. 

In  fact  all  the  coloured  chalks  found  in  various  parts  of 
England,  commonly  termed  Grey  Chalks,  which  arc  the 
Lower  Chalks  of  the  Geologists,  and  generally  free  from 
Hints,  are  possessed  of  hydraulic  properties  more  or  less 
powerful. 

(•22)  When  a  fragment  of  any  of  the  water  lime  stones 
is  put  into  a  phial  of  the  diluted  muriatic  or  nitric  acids, 
the  whole  of  the  carbonate  of  lime  contained  in  the  stone  is 
dissolved  or  driven  oft'  with  eft'ervescence,  so  that  the  stone 
falls  to  pieces,  leaving  the  silica  and  alumina  which  are 
altogether  insoluble  in  acids,  together  with  the  oxide  of 
iron  which  is  also  insoluble  under  those  circumstances, 
as  a  fine  muddy  sediment  at  the  bottom  of  the  phial, 

(2'S)  Most  of  the  watcr-lime-stones  when  burned  into 
quick  lime  by  a  heat  sufficient  to  expel  the  carbonic  acid 
gas,  are  of  a  yellowish  or  light  brown  colour,  so  that  any 
calcareous  stone,  which  after  calcination  assumes  a  kind  of 
buflcolour,  may  be  presumed  to  have  hydraulic  properties. 

All  these  limes  slake  with  heat  by  the  addition  of  w  ater, 
and  most  of  them  also  in  process  of  time  by  exposure  to 
air,  but  not  so  readily  nor  so  soon  as  chalk  lime  or  other 
pure  limes. 

{24)  When  the  water  limes  after  being  burned  into  quick 
lime,  arc  pounded  and  made  up  into  balls  with  water,  if  one 


14         OBSERVAT[ONS  ON  LIMES,  WATER  CEMENTS,  ^c. 

of  these  balls  be  put  into  a  basin  of  water,  it  will  expand 
more  or  less  and  eventually  tall  to  pieces;  but  those  which 
contain  the  srrcatcst  i)roportion  of  carbonate  of  lime,  and 
which  thereiore  approach  most  nearly  to  the  pure  limes, 
will  swell  to  trreater  size  and  fall  to  pieces  in  a  shorter  lime, 
than  those  w  hich  contain  less  carbonate  of  lime,  and  w  hich 
consequently  approach  nearer  to  the  quality  of  a  water 
cement.  A  ball  of  about  an  inch  in  diameter  of  the  Hai- 
ling lime  for  example  will  swell  under  water  to  twice  that 
diameter  or  to  eight  times  its  original  magnitude,  in  about 
an  hour  ard  a  half,  after  which  it  will  fall  to  pieces,  and 
if  the  basin  used  be  a  very  small  one,  this  process  will 
make  the  water  quite  warm.  But  the  blue  lias  lime 
of  Lyme  Regis,  which  approaches  very  nearly  to  a  water 
cement,  when  pounded  and  made  into  a  moist  ball  sets  very 
quickly,  and  if  put  into  a  basin  of  water  soon  afterwards, 
numerous  cracks  will  probably  be  formed  all  over  the  sur- 
face, and  eventually  the  ball  may  fall  to  pieces,  but  this 
eflcct  may  not  take  place,  for  several  days  or  even  weeks 
after  such  immersion,  and  in  the  mean  time  it  sw  ells  very 
little,  if  at  all.  Smeaton  remarks  that  the  blue  lias  lime  of 
Watchet  slaked  w ith  so  much  difficulty,  that  when  it  was 
rather  stale,  the  masons  of  that  district  used  boiling  water, 
which  has  a  more  powerful  slaking  cfl'ect  than  cold.  If  this 
failed,  they  considered  their  lime  spoiled.  In  slaking  any 
refractory  lime  like  this,  it  is  proper  previously  to  break  any 
very  large  lumps  into  smaller  pieces,  and  to  use  a  watering 
pot,  and  then  to  follow  the  common  practice  of  covering  it 
up  with  sand,  which  by  confining  the  heat  expedites  the 
process  desired ;  but  for  experimental  purposes  canvas  is 
preferable  to  sand. 

(25)  We  found  by  repeated  experiments  at  Chatham, 
that  one  cubic  foot  of  Hailing  lime  weighed  nearly  the  same 
when  fresh  from  the  kiln,  and  by  the  gradual  addition  of 
water  that  it  dilated  to  the  same  increased  bulk,  in  the  state 
of  quick  lime  powder,  but  when  worked  up  into  mortar  not 
loo  short  for  use,  that  it  would  not  bear  quite  so  large  a 
proportion  of  sand  as  the  common  chalk  lime  had  done. 
This  experiment  leading  to  a  result  in  opposition  to  a  com- 
mon opinion  amongst  the  Builders  of  the  iMetropolis,  which 
is  that  the  Dorking  and  U ailing  limes,  as  being  stronger 
limes,  w ill,  when  made  into  mortar,  bear  more  sand  than 
common  chalk  lime;  I  was  induced  to  examine  the  principle 
upon  which  they  found  this  opinion,  which  on  considera- 
tion appears  to  me  to  be  erroneous;  because  these  two  limes 
and  all  the  other  hydraulic  limes  are  undoubtedly  in  an  in- 
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termediate  state  between  pure  lime  which  is  the  weakest,  and 
the  water  cements  which  are  the  strongest,  of  all  calcareous 
cements:  and  everyone  w  ill  acknowledge  that  the  proportion 
of  sand,  which  w  ill  make  good  mortar  withchalk  lime,  would 
entirely  ruin  cement,  which  is  scarcely  capable  of  bearing  one 
third  of  that  quantity.  Hence  it  follow  s  that  the  hydraulic 
limes  ought  not  to  admit  of  so  much  sand  as  chalk,  but  that 
they  will  bear  more  than  cement,  without  being  injured. 

Accordingly  I  conceive  that  three  cubic  feet  of  sand 
to  one  of  Dorking  or  of  Hailing  lime,  will  be  a  good  pro- 
portion for  making  mortar  with  those  limes,  which  ap- 
proach very  nearly  to  pure  lime.  The  water  required  w ill 
be  nearly  one  cubic  foot,  and  the  quantity  of  mortar  pro- 
duced will  be  about  two  cubic  feet  and  nine  tenths,  being 
rather  less  than  the  original  space  occupied  by  the  sand  alone. 

(26)  But  the  blue  Lias  Lime  will  not  make  good  mortar  if 
mixed  with  more  than  two  cubic  feet  of  sand  to  one  of  lime. 
This  opinion  first  formed  by  me  from  analogy,  and  in  con- 
sideration of  the  blue  lias  approaching  very  nearly  to  a 
water  cement,  proved  on  due  inquiry  to  be  borne  out  by,  and 
exactly  conformable  to,  the  practice  of  the  masons  of  Lime 
Regis.  But  Captain  Savage  of  the  Royal  Engineers,  who 
was  employed  professionally  some  years  ago  in  improving 
the  Cobb  or  Pier  of  that  little  Seaport,  which  was  done  by 
tide  work,  and  in  which  no  other  kind  of  lime  was  used, 
assured  me  that  he  found  that  a  smaller  proportion  of  sand 
than  2  to  1  made  still  better  mortar.  \V  e  have  since  ascer- 
tained by  repeated  experiments  at  Chatham,  that  1  cubic  foot 
of  blue  Lias  lime  from  the  kiln  weighing  47  lbs.,  mixed  with 
2  cubic  feet  of  sand,  and  about  3  quarters  of  a  cubic  foot  of 
water,  made  mortar  fit  for  use,  but  which  could  not  have 
borne  more  sand  without  becoming  too  short.  The  average 
quantity  produced  was  two  cubic  feet  and  one  fifth,  which 
contrary  to  the  result  obtained  with  the  purer  limes, 
occupied  more  space  than  the  sand  alone  originally  did.* 
"We  found  also  that  blue  Lias  lime  from  the  kiln,  like  all 
the  other  limes  that  we   experimented   upon,  filled  only 

•  Having  ascertained  by  the  usual  test  of  the  diluted  muriatic  acid  (6), 
that  the  blue  lias  lime  used  in  our  tirst  experiment  was  sufficiently  burned,  we 
tried  apiece  of  it  with  cold  water,  which  produced  very  little  effect,  and  then 
another  piece  with  boiling  water,  which  slaked  it  almost  immediately.  Being 
aware  therefore  of  the  difficulty  with  which  it  slakes  in  cold  water,  we 
caused  the  cubic  foot  of  blue  lias  lime  used  in  this  experiment  to  be  pre- 
viously pounded,  but  not  very  tiuely,  in  order  to  facilitate  this  process,  not- 
withstanding which  it  still  slaked  very  slowly,  rendering  this  experiment 
much  more  tedious  tlian  any  of  our  former  ones.  I  have  since  ascertained 
from  Captain  Savage,  that  the  difficulty  must  have  arisen  from  our  not 
having  allowed  sufficient  time  ;  for  he  assures  mc  that  blue  lias  lime  made 
up  into  a  heap,  and  treated  as  described  at  the  eud  of  Article  24,  will  always 
slake  properly  with  cold  water,  if  allowed  to  remain  covered  up  for  18  hours. 
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about  (wo  (liiids  of  its  original  nioasure,  when  roiluctd  by 
poundinu:  to  the  state  ot{|uick  lime  powder;  but  one  eubic 
foot  of  bhic  Lias  lime  w  lien  slaked,  only  dilated  into  one 
cubic  foot  and  a  third  of  slaked  lime  powder,  not  including 
about  one  eighteenth  part  of  a  cubic  foot  of  core,  which  wc 
threw  away.  Hence  it  expands  less  by  slaking  than  either 
chalk  lime  (0),  or  Hailing  lime  (25). 

(27)  One  of  the  most  important  uses  of  the  w  ater  limes 
is  in  the  formation  of  Concrete  for  foundations,  &c,  which 
if  judiciously  applied  supersedes  the  very  expensive  trou- 
blesome and  precarious  process  of  piling  and  planking,  even 
in  the  softest  soils.*  This  is  a  recent  improvement,  first 
adopted  by  Sir  Robert  Smirkc  w  ith  success,  |-  in  the  founda- 

•  A  piled  foundation  is  peculiarly  precarious,  not  only  from  the  neglect 
or  fraud  of  the  pcr.sons  employed,  to  which  from  their  work,  being  buried 
and  from  the  value  of  wood,  there  is  more  than  usual  tcmptatioii ;  but  even 
when  perfectly  well  executed,  from  sometimes  losing  its  perpendicularity  in 
very  soft  soil,  and  from  its  being  liable  to  rot  in  process  of  time,  in  all  situa- 
tions, excepting  those  which  are  constantly  under  water, 

t  In  excavating  for  one  of  the  piers  of  Waterloo  bridge,  (he  workmen 
had  a  good  deal  of  diffictilty,  owing  to  the  very  compact  state  of  the  gravel 
forming  the  bed  of  the  river,  which  every  where  else  they  had  found  peiiectly 
loose.  'I'his  ertect  had  been  produced  by  the  accidental  sinking  of  a  barge 
load  of  lime  over  that  spot  some  time  before,  which  had  cemented  the  loose 
gravel  into  a  solid  mass  resembling  the  calcareous  conglomerates  of  nature, 
which  are  gradually  formed  by  a  similar  process.  Mr.  Kennie  having  men- 
tioned this  circumstance  to  Sir  Robert  (then  Mr.)  Sniirke,  the  latter  with 
great  judgment  availed  himself  of  the  hint,  and  subsequently  used  it  in  all 
liis  foundations,  none  of  which  have  ever  been  known  to  fail.  Part  of  the 
Penitentiary  at  Millbank,  begun  by  anoliier  Architect  in  a  diHerent  manner, 
before  Sir  Itobert  Smirke  was  enii)loycd  there,  was  evidently  giving  way, 
'I'lie  superior  efficiency  of  concrete  w,is  also  proved  in  a  remarkable  manner 
at  the  new  Custom  House,  where  the  floor  of  the  large  apartment  called  the 
long  room  actually  fell  in,  and  the  whole  building  was  in  danger,  owing  to 
the  insufficient  manner  in  which  the  piling  had  been  originally  executed,  in 
a  very  difficult  situation.  At  this  period  Sir  Robert  Smirke  was  consulted, 
who  found  it  necessary  to  pwU  down  a  small  part  of  the  building  but  saved 
the  rest  of  it  by  undersetting  all  the  walls  with  concrete,  to  the  average  width 
of  12  feet,  and  to  the  depth  of  from  12  to  15  feet,  that  is  until  they  found  a 
natural  bed  of  gravel,  including  one  course  of  Yorkshire  landing  stones,  and  12 
courses  of  bricks  laid  in  cement,  having  three  or  four  oHsets  or  footings 
between  the  Yorkshire  landings  resting  on  the  concrete,  and  the  base  of  the 
original  walls.  No  other  expedient  could  possibly  have  saved  this  fine  edifice 
from  entire  demolition.  It  must  be  allowed  that  not  only  the  ancient  Romans, 
and  after  them  the  Moors,  but  even  the  Norman  Barons  of  England  in  their 
feudal  castles,  used  concrete,  of  which  Kendal  castle  is  one  of  the  most  stri- 
king examples;  and  more  recently  Belidor  in  his  Architecture  Hydraulif|ue 
treats  of  Keton  mortar,  which  is  much  the  same,  so  that  it  is  not  absolutely 
new.  In  fact  according  to  the  old  proverb,  there  is  scarcely  any  thing  new 
under  the  sun,  but  the  merit  of  introducing  this  immense  improvement 
systematically  and  generally  into  the  modern  practice  of  Architecture,  is 
undoubtedly  due  to  Sir  Robert  Suiirkc.  Mr.  Ranger  has  also  great  merit,  the 
walls  of  a  great  storehouse  in  Chatham  Dock  yard  having  afterwards  been 
underset  by  him,  when  the  piled  foundations  were  giving  way,  in  a  very 
simple  and  yet  efficient  manner,  with  concrete  alone;  and  the  formation  of 
concrete  into  artificial  stone  being  his  invention,  and  a  very  ingenious  and 
useful  one. 
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tion  of  the  Penitentiary  at  Millbank,\vheie  (he  soikonsistin^ 
chielly  ol"  i)cat  moss  was  soft  to  a  very  great  depth.  His 
example  has  since  been  lollowed  by  other  Architccls 
as  well  as  by  Civil  Engineers  and  Builders,  w  ho  have  used 
concrete  not  only  like  him  for  foundations,  but  for  the 
backing  of  wharf  walls  and  docks,  and  more  recently  for 
entire  walls  and  buildings. 

(28)  Concrete  is  formed  by  mixing  lime,  coarse  gravel, 
and  sand  together,  with  a  moderate  quantity  of  w ater,  which 
is  usually  done  on  a  large  square  board,  having  a  margin 
raised  a  little  above  it  on  three  sides  only.  The  lime  used 
for  this  purpose  has  usually  been  reduced  to  Hne  powder  by 
pounding  or  grinding  it,  wliiL-st  Iresh  from  the  kiln  ;  and  it  is 
generally  considered  of  so  much  importance  not  to  slake  it 
until  ready  for  use,  that  it  has  been  customary  to  mix  it  with 
the  gravel  and  sand  in  a  dry  state  for  a  little  while,  before  the 
water  was  added  ;  after  which  the  whole  of  these  ingredients 
have  been  inliraateiy  mixed,  mth  as  much  expedition  as  pos- 
sible, by  employing  two  labourers  to  work  together  at  each  of 
the  mixing  boards,  which  being  always  placed  as  near  (o  the 
spot  previously  prepared  for  the  foundation  as  possible,  the 
concrete  is  either  thrown  do\\^l  at  once,  or  wheeled  a  little 
way  and  dropped  from  a  temporary  scaflbld  with  movable 
planks,  which  is  usually  necessary,  into  the  excavation, 
where  it  is  spread  and  levelled,  and  trodden  down  or  some- 
times rammed  by  other  labourers  below.  It  is  considered 
useful  to  throw  it  from  a  height,  as  each  shovelful  or  barrowful 
compresses  the  mass  already  belovv  by  fiilling  upon  it.  Con- 
crete is  sometimes  only  laid  in  trenches  cut  for  the  founda- 
tions of  the  several  walls  of  the  building,  and  of  such  a  w  idth 
as  to  enable  it  to  occupy  a  much  larger  base  than  the  walls 
themselves,  without  which  it  would  be  of  little  or  no  use: 
but  in  the  foundations  of  more  important  edifices,  especially 
if  the  soil  be  very  soft,  it  is  more  usually  spread  over  and 
somewhat  beyond  the  whole  area  on  every  side,  in  succes- 
sive layers  of  about  a  foot  in  thickness.  The  most  expe- 
rienced Builders  are  of  opinion,  that  its  depth  should  never 
be  less  than  four  feet  and  a  half,  and  that  it  need  seldom 
exceed  (J  or  7  feet,  under  ordinary  circumstances.*  Con- 
crete made  in  this  manner,  according  to  the  system  first 
introduced  by  Sir  Robert  Smirke,  throws  out  a  moderate 
heat  on  the  slaking  of  the  lime,  and  soon  begins  to  set, 

•  But  if  a  solid  stratum,  wliether  horizontal  or  inclined,  can  be  found  by 
excavating  somewhat  deeper,  the  tliickne^s  of  the  concrete  should  be  iu- 
(jreased,  so  as  every  where  to  rest  tipon  it. 
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lonuing  in  time  a  kind  of  artificial  rock,  supporting  tlic 
whole  weight  ol  the  walls  of  a  great  building",  upon  so  large 
a  base,  as  to  prevent  (hose  unequal  settlements  of  the  vari- 
ous parts,  in  proportion  to  their  unequal  weights,  which 
first  cause  unseemly  cracks  in  the  walls,  and  in  time  the 
ruin  of  the  building.  As  soon  as  a  foundation  ot  this  kind 
is  finished,  the  heaviest  building  may  immediately  be  com- 
menced upon  it,  and  however  quickly  the  walls  may  be 
carried  up,  the  concrete  will  have  set  sufliciently  to  bear 
their  whole  weight,  for  no  failure  has  ever  occurred  in 
thus  using  it,  although  I  am  inclined  to  believe  that  nuiny 
years  may  elapse  before  the  great  masses  of  concrete, 
buried  in  such  foundations  as  those  of  the  Penitentiary, 
which  extend  beyond  the  whole  area  of  the  building,  and 
are  said  to  be  11  or  12  feet  deep,  can  attain  their  maximum 
of  induration. 

(2i))  When  concrete,  which  was  only  used  for  founda- 
tions by  Sir  Robert  Smirke,  in  the  manner  that  has  been 
described,  was  aftenvards  applied  by  other  Architects  or 
Builders  to  the  formation  of  walls,  which  I  believe  was 
first  done  at  Brighton,  and  of  w  hich  the  Sea  wall  East  Cliff 
afibrds  the  most  remarkable  example,  it  became  necessary 
to  use  a  mould  or  hollow  wooden  profile  suited  to  the  pro- 
posed form  of  the  wall,  into  w hich  the  mixture  was  thrown 
and  allowed  to  set.  The  simplest  mode  of  accomplishing 
this  object,  is  that  which  has  been  long  used  in  Spain,  and 
in  part  of  the  South  of  France,  for  constructing  houses, 
frequently  of  more  than  one  story  high,  with  rammed  earth, 
which  is  called  Tapia  in  the  former,  and  Pise  in  the  latter 
country.  Two  sets  of  boards  are  ledged  together,  each 
set  forming  an  oblong  of  any  convenient  length,  but  of  mo- 
derate height,  which  are  connected  nenrthe  top  and  l)oltom 
by  iron  bolts  to  keep  them  at  their  proper  interval  apart. 
After  the  foundation  is  finished  by  cutting  a  trench,  and 
throwing  concrete  into  it  in  the  usual  manner,  the  mould 
thus  formed  is  placed  upon  it,  on  the  same  level  as  the 
natural  ground,  and  filled  with  concrete,  and  when  that  has 
set  sufliciently,  it  is  moved  to  another  situation,  which  may 
be  done  by  drawing  out  the  iron  bolts,  alter  unscrewing  the 
nuts  by  whiih  they  are  confined;  and  thus  the  whole  of  the 
first  course  of  concrete,  of  a  height  corresponding  to  that  of 
the  mould,  is  finished  over  the  whole  base  of  the  wall  or 
walls.  The  moulds,  for  more  than  one  w  ould  be  necessary, 
are  then  put  together  on  a  higher  level,  and  another  course 
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of  concrete  is  formed  by  the  same  process,  and  so  on, 
until  the  whole  height  of  walling  necessary  is  completed  in 
regular  courses,  upon  each  of  v>hich  the  moulds  rest  suc- 
cessively as  the  work  rises.* 

In  the  Sea  wall  at  Brighton,  boarding  was  used  in  the 
front  only,  because  the  back  of  the  wall  either  rested  on  the 
natural  chalk  clifl",  or  was  made  good  with  chalk  rubbish, 
which  superseded  the  use  of  woodwork  on  that  side.  The 
concrete  used  in  this  wall  was  formed  of  a  mixture  of  grey 
chalk  lime  obtained  from  a  distance,  with  the  coarse  shingle 
and  sand  found  on  the  beach  at  the  foot  of  the  cliti";  for  the 
base  of  this  wall  is  everywhere  above  the  level  of  high  water, 
except  in  a  small  portion  of  its  length,  where  the  lower  part 
of  it  has  very  judiciously  been  protected  against  the  action 
of  the  Sea,  by  permanent  woodwork  fixed  in  front  of  it. 
Thus  the  Sea  wall  of  Brighton,  except  in  this  small  portion 
only,  has  no  pretension  to  be  considered  as  a  wharf  walLf 

(30)  Still  more  recently  Mr.  Ranger  has  extended  the 
same  process  to  the  formation  of  artificial  stone,  for  which 
he  has  taken  out  a  patent,  and  which  under  many  circum- 
stances may  be  considered  a  very  great  improvement, 
although  it  only  ditTcrs  from  the  concrete  before  used,  in 
being  mixed  with  boiling  water  instead  of  cold,  and  in  being 
formed  in  moulds  of  moderate  size,  instead  of  great  masses.! 
Numerous  examples  of  this  mode  of  building  may  now 
be  seen,  of  which  two  houses  (Nos.  16  and  17)  on  the  north 
side  of  Pall  Mall,  which  arc  faced  with  Mr.  Ranger's 
Artificial  Stone,  and  a  School  in  the  parish  of  Lee,  very 
near  Blackheath,  are  the  most  convenient  for  inspection  of 
any  in  or  near  the  ]Metropolis.§ 

The  moulds  used  by  Mr.  Ranger  in  forming  his  artificial 
stone,  have  a  flat  board  for  the  bottom,  which  is  some- 

•  The  extraction  of  the  iron  bolts  after  the  mould  is  removed,  leaves 
lioles  extending  entirely  through  the  concrete.  In  fixing  the  mould  on  a 
higher  level,  the  lower  holts  are  passed  through  the  same  holes,  from  which 
the  upper  bolts  were  previously  taken  out. 

t  The  .Sea  wall  at  Biighton,  which  I  inspected  whilst  in  progress,  was 
intended  to  be  every  where  2  feet  C  inches  thick  at  top,  with  a  slope  of  one 
third,  and  the  Foreman  assured  me,  that  in  one  part,  it  would  be  no  less 
than  GO  feet  high,  so  that  its  thickness  a)  the  base  there  would  be  22  feet  6 
inches.  Its  height  varied,  being  much  less  in  other  parts.  The  boarding 
used  on  one  side  only,  was  20  feet  long  and  1  feet  9  inches  high. 

i  The  system  of  using  boiling  water,  though  not  generally  adopted 
except  by  Mr.  Ranger,  has  long  been  known  to  promote  the  rapid  slaking  of 
lime     (See  Article  24). 

j  The  walls  of  this  School  are  entirely  built  of  concrete,  chiefly  made  of 
gravel  dug  on  the  spot,  which  being  incorporated  with  stiti' brown  clay  was 
well  washed  previously  to  using  it,  and  mixed  with  Thames  sand,  without 
which  it  would  have  been  much  too  coarse. 

C   2 
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what    larger  than  the  base  of  the  proposed  stone.     The 
short  upright  sides  of  the  mould  are  fitted  in  close  belueen 
the  two  other  upright  sides,  whose  ends  project  a  little  way 
beyond  the  former,  and  are  then  secured  by  iron  cramps, 
which  being  properly  wedged  up  keep  all  tight.     A  couple 
of  oak  trenails  pass  through  both  sides  of  the  mould  towards 
the  ends.  A  number  of  these  moulds  being  laid  out  in  a  line, 
the  mixing  boards  are  placed  near  them,   in   which   the 
sifted  quick  lime  powder  and  the  proper  proportion  of  gra- 
vel and  sand  are  mixed  with  boiling  water,  with  all  expe- 
dition; and  the  mixture  is  thrown  immediately  into  one  of 
the  moulds,  in  which  it  is  continually  rammed  as  it  rises, 
until  the  mould  is  quite  full,  when  a  smooth  surface  is 
made  upon  it  afterwards  by  a  plasterer  with  his  float,  with 
fine  mortar  of  the  same  kind  of  lime ;  and  this  may  be  done 
also  on  any  other  of  the  sides  of  the  artificial  stone,  that  may 
require  it,  that  is  on  such  as  are  to  appear  in  the  front  of  a 
wall.     Mr.  Ranger  has  not  only  formed  his  artificial  stones 
of  moderate  size  like  common   building  stones,  but  has 
made  very  large  massy  blocks  for  ornamental  cornices,  in 
which  the  mouldings  have  been  finished  by  the  plasterer, 
after  the  mass  of  each  block  has  been  cast  in  the  mould. 
The  use  of  boiling  water  causes  the  lime  to  slake  much 
more  rapidly  and  w ith  greater  heat  than  cold  water  would 
do,  and  is  so  far  an  advantage,  that  it  enables  the  men  to 
work  with  fewer  moulds  in  making  artificial  stones ;  but  as 
my  own  experiments  have  not  convinced  me,  that  rapidity 
of  slaking  or  setting  either  makes  cement  or  mortar  of  the 
same  quality  better  eventually,  than  if  allowed  to  slake  or 
set  more  slowly,  I  do  not  see  that  there  can  be  sufficient 
advantage  to  compensate  the  expense  of  boiling  the  water, 
which  Mr.  Ranger  also  does,  in  preparing  large  masses 
of  concrete  for  foundations,  &,c.     When  the  artificial  stones 
made  in  this  manner  have  set  sufficiently,  for  w  hich  about 
half  an  hour  is  considered  a  reasonable  time  in  working  with 
Hailing  lime,  the  moulds  are  taken  to  pieces,  first  drawing 
out  the  trenails,  which  leaves  a  couple  of  cylindrical  holes 
in  each  of  the  artificial  stones,  for  the  purpose  of  aftcrw  ards 
hoisting  them  up  to  their  proper  position  on  a  wall,  without 
injuring  them.     The  wedges  are  then  knocked  out  and  the 
cramps  disengaged,  whicii  allows  the  upright  sides  of  each 
mould  to  be  removed,  after  which  the  artificial  stones  are 
disengaged    from   the   bottom    boards  of  their   respective 
moulds  and    laid   on  skids   to  dry,   until   they   set  more 
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thoroiijihly,  and  after  the  experience  of  some  years,  it  is  now 
considered  desirable,  that  they  should  remain  two  or  three 
months  in  this  state,  before  they  are  used. 

(31)  Sir  Robert  Smirke  informed  me  some  years  ago, 
he  himself  beinc^  then  the  only  person  ^vho  had  made  use  of 
concrete  to  any  extent,  that  he  would  not  scruple  to  erect 
the  heaviest  Dock  for  shipbuilding  upon  a  concrete  founda- 
tion, instead  of  the  very  expensive  but  certainly  excellent 
foundations  of  piles  and  other  woodwork,  and  of  bricks 
laid  in  cement,  which  had  been  at  that  time  used  for  the 
fine  new  granite  Docks  at  Sheerness  and  Chatham,  built  by 
the  celebrated  Mr.  Rennie.  At  that  time  1  believe  no  one 
contemplated  the  still  bolder  measure,  since  adopted  by 
Mr.  Taylor  the  present  Architect  of  the  Admiralty,  who 
gave  in  a  plan  a  few  years  ago  for  building  Docks  of  the 
largest  size,  and  also  wharf  walls  both  at  Woolwich  and 
Chatham,  entirely  with  Mr.  Ranger's  concrete  and  artificial 
stone,  which  having  been  approved  by  the  Lords  Commis- 
sioners of  the  Admiralty,  was  ordered  to  be  carried  into 
eftect.  From  the  numerous  experiments  which  I  had  pre- 
viously tried  on  limes  and  cements,  it  was  my  opinion  at 
the  time,  that  these  Docks  and  Wharfs  after  being  finished 
would  gradually  give  way  at  the  surface,  unless  protected 
against  the  action  of  water  in  mass,  as  well  as  against 
those  collisions  to  which  such  walls  are  liable,  by 
a  facing  of  stone  or  of  brickwork  laid  in  cement.  This 
arrangement  has  subsequently  been  adopted  by  Mr. 
Taylor  himself  for  these  Docks,  which  have  been  faced  with 
granite,  but  not  for  the  Woolwich  wharf  wall,  where  the 
facing  of  artificial  stone  still  remains  exposed  to  the 
Thames  every  tide,  and  where  time  will  show,  whether  my 
apprehensions  of  its  insufiiciency  are  well  founded  or  not.* 

(.*32)  Upon  the  whole,  it  may  be  allowed  that  the  use 
of  concrete  and  artificial  stone,  if  kept  w  ithin  proper  bounds, 
that  is  so  as  not  to  attempt  to  supersede  stone  and  brick- 

•  Let  it  be  fully  understood,  that  my  opinion  was  only  expressed  to 
private  friends,  but  neither  made  known  to  the  public  nor  to  any  official 
person.  In  fact  I  was  particularly  glad  that  the  experiment  of  concrete  docks 
and  wharfs  was  tried  by  Mr.  Taylor,  which  I  considered  at  the  time  not  only  a 
very  bold,  but  so  far  a  safe  one, inasmuch  as  I  had  notlhesmallest  doubt  of  the 
efficiency  of  this  substance  for  the  great  mass  of  the  work,  and  if  it  should 
fail  in  the  external  surface,  it  appeared  to  mc  that  this  part  of  the  concrete 
miiiht  be  cut  away,  and  a  facing  of  granite  added  and  bonded  into  it,  without 
dilTiculty  and  with  very  little  more  expense  than  if  this  arrangement  had 
been  adopted  from  the  first,  I  believe  that  the  chief  difficulties  attending 
the  execution  of  the  concrete  Docks  at  Woolwich  and  Chatham  were  in 
some  measure  independent  of  the  material  used,  owing  to  land  springs,  &c. 
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work  entirely,  is  a  very  great  improvement.  When  1  first 
saw  the  Sea  wall  of  Brighton  in  proi^rcss  some  years  ago, 
I  could  not  help  being  struck  by  the  facility,  whitii  the  like 
application  of  concrete  would  afl'ord  for  fortifyini^  sandy 
islands,  where  neither  stone  nor  earth  lit  for  brickmaking 
are  to  be  found,  and  v»hich  are  often  important  military 
posts.  Adopting  this  arrangement,  it  would  not  be  necessary 
to  import  any  thing  but  quick  lime  in  barrels  or  sacks  for 
building  the  scarp  and  counterscarp  revetments,  and  even 
for  casemates,  as  was  proved  last  year  at  Woolwich,  by  an 
experiment  tried  by  order  of  the  Master  General  of  the 
Board  of  Ordnance,  at  the  suggestion  of  Lieut. -Colonel 
Fanshaweof  the  Royal  Engineers,  who  proposed  that  a  vault 
of  18  feet  span,  5  feet  rise  and  4  feet  thick  at  the  haunches, 
being  of  the  dimensions  suitable  for  a  military  casemate,* 
should  be  built  with  Mr.  Hanger's  concrete,  on  the  marsh 
adjoining  to  the  Arsenal  at  that  place,  and  exposed  to  the 
fire  of  heavy  mortars  and  guns,  which  was  done  in  little 
more  than  two  months  after  it  was  finished ;  and  contrary 
to  previous  expectation,  it  was  less  injured  by  the  vertical 
fire  of  13  inch  shells,  each  loaded  so  as  to  weigh  !200  lbs. 
than  by  the  direct  fire  of  24  pound  shot.  Notwithstanding 
this  favorable  result,  I  would  recommend  brickwork  laid  in 
cement  always  to  be  used  for  casemates,  where  it  can  be 
had,  in  preference  to  concrete,  for  the  former  not  only  sets 
immediately,  but  if  afterwards  covered  with  a  coating  of  pure 
cement,  brick  casemates  aft'ord  a  dry  wholesome  shelter  for 
troops,  whereas  the  concrete  would  always  be  damp. 

(83)  One  very  striking  advantage  of  Mr.  Ranger's 
artificial  stones  is  the  greater  conveniency  of  applying 
concrete  to  the  walls  of  a  common  building  in  this  form, 
than  in  mass ;  but  it  appears  to  me  that  they  also  possess 
another  advantage,  less  obvious  but  not  less  important. 
If  laid  out  for  two  or  three  months,  before  they  are  used, 
the  great  surface  Mhich  these  stones  present  to  the  air, 
combined  with  llicir  small  bulk,  enables  them  to  set  much 
more  thoroughly,  than  an  equal  quantity  of  concrete  in 
mass  could  possibly  do  in  the  same  time,  for  I  believe  that 

•  The  vault  was  18  feet  lonj»  and  6  feet  tliicli  immediately  over  the 
crown  of  tlio  arch,  where  it  was  formed  with  a  ridee,  i;i  the  usual  manner. 
The  pieis  which  supported  it  were  8  feel  wide  and  about  4i  feet  iiigh  to  the 
spring  of  the  arch,  with  foundations  10  feet  wide,  having  an  otlset  ot  1  foot 
on  each  side.  It  was  commenced  in  the  beginning  of  February  and  tinished 
on  the  17lh  of  March,  and  the  centers  struck  four  days  afterwards.  'Ihe 
piers  were  built  in  successive  courses  of  about  1  foot  thick,  and  the  arch  was 
begun  from  both  sides,  in  the  form  of  voussoirs  extending  its  whole  length, 
the  eleventh  of  which  completed  it,  by  forming  the  key  stone. 
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the  induration  not  only  of  morlars  and  concrete,  but  even 
of  cement,  is  gradual,  taking?  place  first  at  the  surface,  and 
from  thence  proceeding  regularly  towards  the  center.* 

(34)  Neither  gravel  without  sand,  nor  sand  with- 
out gravel  can  form  good  concrete.  The  large  pebbles 
composing  the  former,  if  mixed  with  quicklime  powder  and 
water  would  only  be  cemented  together  by  lime  paste,  or  as 
it  is  technically  termed  Lime  Putty,  filling  up  the  large  in- 
terstices between  them,  which  is  known  to  be  the  weakest 
form  of  lime.  On  the  other  hand,  fine  sand  alone  would  pro- 
duce nothing  better  than  amassof  common  mortar,  which  has 
very  little  strength  in  itself,  but  is  excellent  for  cementing 
larger  materials.  The  proportions  of  the  gravel  and  sand 
used  are  of  little  importance,  provided  that  the  former  be 
rather  large,  and  the  sand  sutScientto  fill  up  the  interstices 
in  it,  for  which  purpose  a  mixture  of  coarse  and  of  fine 
sand  is  better  than  one  sort  only.  But  no  such  mixtures 
are  necessary,  in  using  the  sandy  gravel  of  many  parts  of  the 
Thames,  where  it  is  found  in  the  state  most  suitable  for 
making  good  concrete,  and  is  employed  both  for  this  pur- 
pose, and  as  ballast  for  shipping. 

(35)  It  being  known  that  clean  gravel  and  sand  when 
put  dry  into  any  measure,  will  almost  immediately  settle  to 
a  lower  level  on  the  addition  of  a  certain  quantity  of  water, 
and  it  being  a  matter  easily  proved  that  no  ramming  can 
possibly  compress  them  afterwards,  it  appears  to  me,  that 
the  proportion  of  lime  used  in  concrete  should  be  just 
sufficient  to  combine  with  the  gravel  and  sand  in  this  com- 
pact state ;  that  is  after  the  violent  action  of  slaking  shall 

*  In  the  experimental  casemate  at  Woolwich,  mentioned  in  the  preceding 
article,  tlie  concrete  at  tlie  surface  was  every  where  quite  hard,  but  several 
smooth  cylindrical  holes,  about  G  inches  in  diameter,  formed  in  one  of  the 
piers  or  side  walls  to  tiie  depth  of  about  3^  feet,  by  the  penetration  of  the 
24  pound  siiot  fired  into  it,  atibrded  me  an  opportunity  of  ol)serviDg  that  the 
lime,  not  only  at  that  depth  but  even  much  nearer  to  the  surface,  was  quite 
soft  and  moist.  The  24  pound  shot  shattered  the  hard  surface  first, 
producing  a  breach  resembling  the  crater  of  a  small  mine  2  or  3  feet  in  dia- 
meter and  about  a  foot  deep,  beyond  which  in  continuation  of  their  course, 
they  bored  the  regular  cylindrical  holes  before  mentioned.  The  13  inch 
shells  did  not  penetrate  much  more  than  one  foot  into  the  top  of  the  arch, 
producing  holes  nearly  an  impression  of  their  own  form,  without  shattering 
the  concrete  much,  but  by  their  concussion  they  also  produced  some  fine 
cracks  in  the  arch.  Tliis  however  had  been  previously  injured  by  the  un- 
equal settlement  of  the  piers,  one  of  which  had  snuk  nearly  a  foot,  and  tlie 
other  about  4  inches  less,  in  the  very  soft  marshy  soil  on  which  Ihey  had  bicu 
founded,  the  nature  of  which  may  be  understood,  from  the  circumstance  that 
the  13  inch  shells,  which  happened  to  miss  the  casemate,  sank  15  or  IG  feet 
below  the  surface. 
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have  subsided,*  wliich  causes  a  temporary  expansion,  that 
is  couiiterarted  whilst  in  operation,  l>y  the  usual  process  of 
treading  down  or  ramming  concrete. 

(3GJ  In  their  specifications  for  concrete  foundations,  it 
is  usual  for  Architects  to  direct,  that  it  shall  he  made  by 
mixing  so  many  parJs,  usually  not  less  than  Gnor  more  than 
8  of  gravel  and  sand,  with  1  part  of  groun-d  or  pounded  and 
sifted  quicklime  ;t  but  it  was  before  stated  in  Arti<lcs  G, 
"24  and  25,  that  quicklime  powder  occupies  less  space,  than 
the  same  quantity  of  lime  does  wl^en  received  from  the 
kiln.  Hence  the  above  two  proportions,  if  stated  as 
usually  done  in  the  specifications  of  the  same  Architects 
for  making  mortar,  would  only  be  equivalent,  the  first  to 
4  measures  of  gravel  and  sand,  mixed  with  I  measure  of 
lime  from  the  kiln,  and  the  second  to  5'-  measures  of  gravel 
and  sand,  mixed  with  1  measure  of  lime  from  the  kiln  ;  but 
even  wlicn  thus  explained  and  corrected,  the  same  quantity 
of  lime  is  mixed  with  so  much  more  siliceous  matter  in 
making  concrete,  than  in  common  mortar,  that  when  both 
are  good  of  their  kind,  it  might  be  supposed  on  a  hasty  view 
of  the  su])jcct,  that  the  same  lime  had  a  more  powerful 
cementing  action  in  concrete  than  in  mortar.  This  however 
is  not  the  case,  \yhen  the  ingredients  for  making  concrete 
are  mixed  together,  the  lime  combines  with  the  fine  sand 
only,  forming  a  mortar  which  cements  the  large  gravel  and 
coarser  sartd  together,  in  the  samemanner  in  which  the  like 
mixture  of  fine  lime  and  sand,  previously  made  up  into 

'  Formerly  great  importanre  was  attached  not  only  to  tlie  proper  incor- 
poration or  mixture  of  all  the  inj;redients,  but  also  to  the  continual  beating 
of  mortar,  which  was  carried  to  such  an  extent,  that  Smeaton  reckons  it  a  fair 
day's  work  of  a  labourer,  to  mix  and  beat  up  2  bushels  ot  (|uicklime  powder 
witii  I  bushel  of  Dutch  Tarras,  vulgarly  termed  Terrace,  which  probably 
wiiiild  not  make  more  than  1.^  cubit  foot  of  mortar.  This  practice  was  not 
only  recommended  by  him,  but  by  Dr.  Higgins,  who  also  investigated  the 
subject  of  calcareous  cements  with  great  industry  and  sagacity.  In  the  pre- 
sent «idy  thi'  beating  of  mortar  has  become  obsolete,  at  least  I  have  never 
seen  it  used  in  any  of  the  great  works,  which  1  have  inspected  whilst  in  pro- 
press  in  or  near  the  metropolis,  for  many  years  past ;  and  w  ith  great  respect 
for  the  opinion  of  those  two  able  men,  I  tloubt  mucii  whether  the  aiUanta::es 
were  sufficient  to  counterbalance  the  extra  labour  involved  in  this  trouble- 
some and  very  tedious  process.  The  most  esteemed  mortar  now  is  that  made 
by  the  pusmill,  which  mixes  it  extremely  well  and  compresses  it  also,  as  it 
forces  out  ilie  iuiiredients  which  enter  at  the  top  of  the  mill,  throneh  a  small 
hole  at  the  bt'ttom  of  it ;  and  this  is  done  so  expeditiously,  that  the  quantity  of 
moriar,  which  might  be  a  day's  work  of  a  labourer,  according  to  the  beating 
system  of  SmeiHon  and  Higgins,  would  be  mixed  in  two  or  three  minutes  by 
tile  pngmill. 

t  In  grinding  quick  lime,  the  under  burned  parts  of  the  core  are  retained, 
which  arc  rejected  as  prejudicial  in  making  mortar.  J?nt  when  previously 
reduced  to  lioe  powder  as  in  making  concrete,  a  little  core  can  do  nu  bariu. 


I'ROl'OUTIONS  OF  LIME,  kc.  USED  IN  CONCRETE.        ^>5 

mortar,  cements  the  stones  of  rubble  masonry  built  of 
small  materials.  Hence  in  reality,  the  lime  used  in  concrete 
tloes  not  combine  efficiently  with  more  sand  than  it  does  in 
mortar;  and  its  cementing  properties  and  power  in  both 
are  precisely  alike. 

(37)  For  example,  in  the  concrete  used  in  the  Seawall 
at  Brighton  before  mentioned,  six  parts  of  large  shingle 
and  sifted  sand  were  mixed  Avith  one  part  of  grey  chalk 
lime  from  the  kiln.  But  in  making  it,  the  ingredients  Averc 
not  all  mixed  together  at  once,  according  to  the  usual  cus- 
tom. Three  parts  of  sifted  sand  and  one  part  of  lime  were 
actually  made  into  mortar  by  labourers  first,  after  which 
this  mortar  and  the  coarse  beach  shingle  were  thrown,  in 
equal  quantities,  namely  by  one  barrowful  of  each  at  a 
time,  into  a  pugmill  worked  by  a  horse,  which  in  mixing 
them  into  concrete  produced  a  more  intimate  union  of  all 
the  ingredients,  than  could  have  been  effected  by  manual 
labour,  it  being  well  known  to  practical  men,  that  no  com- 
mon workman  will  ever  mix  mortar  so  well  or  so  quickly, 
as  can  be  done  by  this  very  useful  and  simple  machine. 
The  concrete  of  the  Sea  wall  of  Brighton  was  therefore 
formed  with  lime  previously  slaked,  on  the  same  principle 
as  in  making  common  mortar,  instead  of  working  with 
quicklime,  according  to  the  system  used  by  Sir  Robert 
Smirke,  and  refined  upon  by  Mr.  Ranger.* 

(38)  But  whatever  proportion  of  the  ingredients  may 
be  stated  by  an  Architect  in  his  specification,  the  same 
practice  prevails  in  making  concrete,  as  in  mortar  (9). 
No  precise  measurement  ever  takes  place,  the  matter  being 
left  to  the  sagacity  of  the  labourers  employed,  who  produce 
mixtures  of  uniform  quality  with  extraordinary  accuracv. 
Those  in  the  employment  of  Mr.  Ranger,  in  working  with 
Hailing  lime,  make  up  one  barrowful  of  sandy  gravel  into 
concrete  at  a  time,  which  they  mix  with  two  small  shovel- 
fuls of  sitted  quicklime  powder,  the  proportion  being 
apparently  about  8  measures  of  the  former  to  1  of  the  latter, 
in  combining  which  they  use  a  small  pailful  of  boiling 
water. 

(39)  It  may  be  observed,  that  as  different  limes  require 
different  proportions  of  sand  in  making  mortar,  from  the 
circumstance,  that  those  which  have  the  most  powerful 
hydraulic  properties  arc  not  capable  of  combining  with  so 

•  It  appears  worth  while  to  record  this  difference,  because  in  working 
•with  limes  that  slake  easily,  such  as  the  Dorking  and  Hailing  limes,  if  the 
concrete  formed  both  ways  should  be  equally  good  in  the  end,  it  may  be 
convenient  to  dispense  with  grinding  them. 
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much  sand  as  common  lime,*  it  follows  that  different  limes 
must  also  be  used  indifferent  proportions  in  nuikinu;  con- 
crete. For  this  reason  if  it  were  attempted  to  make  concrete, 
or  to  make  artilicial  stone,  with  the  same  proportion  of 
gravel  and  sand  and  of  Mue  lias  lime,  which  is  the  most 
suitable  in  workinij  with  Hallini^  lime,  I  conceive  that  the 
concrete  thus  formed  would  be  much  too  friable.  It  is 
essential  that  this  should  be  understood,  lest  the  best  lime 
should  lose  its  character  by  being  injudiciously  used. 

GROUTING  DEFINED.    IN  WHAT  RESIMXT  IT  DIFlEtJS  FROM 
CONCRE'lE.    ITS  GREAT  UTILITY. 

(40)  When  a  thick  wall  of  rubble  masonry,  chiefly  of 
small  and  irregular  materials,  is  built  in  successive  courses, 
with  all  the  stones  at  first  laid  dry,  excepting  the  outside 
ones  of  each  course,  or  when  long  irregular  stones  in  the 
form  of  an  arch  are  laid  dry  over  a  wooden  centering,  and 
quicklime  slaked  with  excess  of  water,  either  w  ith  or  w  ith- 
out  sand,  is  poured  in  a  liquid  state,  into  the  mass  of  dry 
materials  composing  every  such  course  or  arch,  the  work 
is  said  to  be  grouted ;  and  this  process  which  is  of  great 
antiquity  is  so  analogous  to  the  mode  of  forming  concrete 
foundations  above  described,  that  these  were  often  called 
grouted  foundations,  when  first  introduced.  It  is  proper 
however  to  make  a  distinction  between  the  terms  Gro?</ and 
Concrete,  because  the  best  Architects  are  now  in  the  habit 
of  causing  brick  walls  to  be  grouted,  in  a  manner  which  Irom 
the  uniform  dimensions  of  bricks,  and  the  extreme  rcrularity 
with  which  they  are  laid,  has  no  resemblance  either  to  the 
ancient  grouting  or  modern  concrete.  This  is  done  some- 
times in  every  course,  sometimes  in  every  third  or  fourth 
course  only,  of  a  brick  building.  A  bed  of  mortar  being 
laid  on  the  uppermost  course  of  the  finished  part  of  the 
wall,  and  the  outside  bricks  only  being  placed,  so  as  to 
leave  a  kind  of  channel  in  the  middle,  w  ater  is  thrown  upon 
the  wall,  and  tlie  mortar  and  water  are  mixed  together  by 
raking  backwards  and  forwards  with  a  kind  of  long  handled 
iron  hoe  called  a  Larry,  which  converts  the  mortar  into 
grout,  making  it  so  liquid  that  it  runs  down  into  all  the 
vertical  joints  of  the  course  below  it,  and  completely  fills 
them.f  This  system  of  grouting  is  very  judicious,  because 
it  prevents  any  of  those  joints  from  being  lett  wlioUy  or 

•  See  Articlrs  9,  25  and  20. 

t  This  must  be  done  in  thin  walls  by  pouring  the  grout  out  of  pails. 
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partially  dry,  -which  is  too  often  done  by  bricklayers  work- 
ing in  baste,  and  which  if  not  observed  at,  the  time  cannot 
be  detected  afterwards,  withont  pnllins:  down  a  part  of  the 
wall.  Indeed  it  requires  great  attention,  even  for  a  very 
good  bricklayer  to  fill  or  as  it  is  technically  termed  to  flush 
all  his  vertical  joints  with  common  mortar  alone  ;*  biit  no 
part  of  these  joints  can  escape  from  the  grout  or  liquid 
mortar,  which  penetrates  into  every  crevice.  This  system 
was  followed  by  Sir  Robert  Smirke  in  building  the  new 
British  Museum,  in  which  every  course  of  the  brickwork 
was  grouted,  wherever  the  walls  were  two  bricks  and  a  half 
thick  or  upwards,  but  in  the  thinner  walls  of  the  same 
building,  which  however  are  comparatively  few  in  number, 
every  third  or  fourth  course  only  was  grouted.  Upon  this 
subject,  I  may  be  permitted  to  remark,  that  unless  every 
course  be  grouted,  it  appears  to  me  that  there  is  a  risk  of 
the  grouting  not  penetrating  lower  than  the  single  course 
immediately  under  it,  for  the  beds  of  plastic  mortar  in  the 
next  courses  below  that,  have  sufficient  consistency  to 
intercept  the  grouting,  unless  those  beds  themselves  should 
have  been  imperfectly  laid,  which  seldom  or  never  happens, 
even  when  middling  or  indifterent  bricklayers  are  eraplovcd. 
For  this  reason,  one  can  scarcely  expect  sound  brickwork, 
unless  every  course  be  grouted,  especially  in  thick  walls, 
although  the  more  general  custom  is  to  w  ork  with  mortar 
only.  When  one  of  the  massy  walls  of  the  new  British 
Museum,  after  being  grouted  in  the  manner  before  described 
was  cut  through  for  some  temporary  purpose,  it  was  re- 
marked that  the  brickwork  resisted  the  tools  of  the  work- 
men quite  as  much,  and  appeared  equally  firm  in  the  joints, 
as  if  the  latter  had  been  filled  with  plastic  mortar  instead 
of  grouting.f 

The  same  risk  of  part  of  the  vertical  joints  being  left 
dry  may  occur  also  in  masonry,  and  I  am  not  aw  are  that 
there  is  any  method  of  guarding  against  it  more  efl'ectual 
than  to  grout  each  course. 

•  Any  person,  who  has  examined  old  brick  buildings,  whilst  being 
pnlled  down,  must  have  observed,  how  many  of  the  vertical  joints  are  en- 
tirely or  partially  dry.  I  believe  that  this  has  often  been  the  cause  of  dis- 
astrous tires.  I  once  knew  a  skirting  board  in  a  room  at  Brompton  set  on 
fire  from  this  cause,  in  consequence  of  a  family  in  the  ne.\t  house  having 
made  a  small  oven  on  the  other  side  of  the  same  party  wall. 

t  This  circumstance  is  an  argument  against  the  necessity  of  beating 
mortar,  according  to  the  system  formerly  ia  repute.  (Sec  the  Note  to 
Article  35.) 
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OF  MAGNESIAN  LIME  STONES. 

(41)  There  are  no  maonesian  lime  stones,  that  I  am 
aware  of,  in  the  South  of  Enjrland,  and  none  arc  imported 
into  London  lor  building  purjioscs.  Tie  small  specimens 
that  1  liavc  been  able  to  ])rocure  appear  to  me  to  possess 
hydraulic  properties,  and  I  hear  that  such  is  their  character 
in  those  parts  of  the  North  of  England  where  they 
abound  ;  but  as  all  those  specimens  were  coloured,  generally 
with  a  yellowish  tint,  and  only  partially  soluble  in  the  di- 
luted acids,  it  follows  that  they  must  have  some  additioneil 
ingredient  in  their  composition,  besides  the  carbonates  of 
lime  and  of  magnesia,  the  latter  of  \\hich  when  pure  is  also 
white,  and  entirely  soluble  in  acids  like  the  former,  but  with 
less  effervescence.  From  this  circumstance,  as  well  as  from 
some  experiments  with  the  pure  carbonates  of  lime  and  of 
magnesia  tried  by  me,  that  will  afterwards  be  recorded,  I 
have  doubts  \\hethcr  any  magnesian  limestone  composed  of 
these  two  carbonates  only,  if  such  should  be  found  in  nature, 
will  either  make  a  very  good  water  lime  or  water  cement. 

OF  THE  WATER  CEMENTS  OF  ENGLAND,  AHSURDLY  TERMED 
RO>L\N  CEMENTS, AND  OF  THE  MODE  OF  TESTING  T^EM, 
AND  OTHER  NATURAL  CEMENT  STONES.  THEIR  PECI'LIAR 
PROPERTIES  AND  ADVANTAGES-  THAT  THEY  SHOULD 
NEVER  BE  USED  FOR  CONCRETE. 

(42)  The  term  Wafer  Cement  holds  good  in  a  double 
sense,  implying  not  only  one  which  sets  under  water,  but 
one  which  being  of  a  calcareous  nature  is  prepared  for  use 
by  mixing  it  with  water.* 

The  best  water  cements  of  England  are  the  Sheppy 
and  the  Harwich  cement,  which  are  most  used  about 
London,  and  the  Yorkshire  cement  is  also  said  to  be  good, 
but  of  this  I  speak  from  report  chiefly.  They  should  always 
be  designated  in  this  manner  by  the  places  from  whence  they 

"  In  contradistinction  to  Oleaginous  Cements  snrli  as  Mustich,  which  is  a 
mixture  of  litharce  stone  dust  and  linseed  oil,  and  to  Resinous  Cements,  such 
as  tlie  Mineral  Fusible  Cement,  jiroposod  by  Mr.  Fitz  Lowitz,  and  experi- 
mented upon  by  Lientenant-Colonel  Sir  J.  M.  Frederick  (tlicn  Captain)  Smith 
of  the  Royiil  I-n^ineors  in  1H29,  wlio  reported  tliat  wlien  prepared  for  use  by 
meltin;;  it  in  a  caldron  over  a  lire,  and  mixing  it  with  twice  its  own  weiplit 
of  sand,  tliat  it  appeared  stronger  than  the  siieppy  or  Harwich  Cements, 
though  tiic  latter  was  used  pure.  But  it  was  then  about  JO  per  cent  dearer 
than  the  natural  cements,  and  in  mo'-t  situations  its  intlanimability  would  be 
a  strong  objection  asainst  the  nse  of  it,  for  I  found  that  it  would  burn  even 
in  the  flame  of  a  candle. 
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have  been  obtained,  and  not  by  the  absurd  title  of  Roman 
Cement,  which  serves  only  to  mislead  the  ignorant,  and 
being  used  alike  for  each,  and  all,  and  for  every  mixture  of 
those  cements,  prevent  those  who  are  better  informed  fiom 
knowing  what  sort  of  cement  any  manufacturer  of  that  arti- 
cle is  offering  for  sale,  unless  they  make  minute  inquiries, 
or  personal  observations,  at  his  cement  kilns. 

These  cements  difler  chemically  from  the  water  limes, 
only  in  containing  a  smaller  proportion  of  carbonate  of 
lime,  and  a  larger  proportion  of  silica  and  alumina  in  their 
composition,  than  the  latter.  Practically  they  difler  from 
lime  in  several  remarkable  particulars. 

First.  The  w  ater  cements  ^vill  not  slake  at  all,  after 
being  burned,  boiling  water  having  very  little  action  upon 
them,  and  cold  water  none  at  all,*  unless  they  be  previously 
pulverized,  by  pounding  or  grinding  them,  which  is  there- 
fore always  done  in  preparing  them  for  use. 

Secondly.  The  fine  calcined  powder  thus  obtained 
■when  made  up  into  a  ball  with  water,  does  not  swell  or 
go  to  pieces,  whether  in  air  or  if  put  immediately  after- 
wards into  a  basin  of  water,  but  sets  or  hardens  without 
any  perceptible  alteriition  of  its  bulk,  under  water,  in  an 
infinitely  shorter  time,  than  the  best  limes  do  in  air.  The 
first  of  those  properties  was  no  doubt  the  cause,  which 
prevented  men  in  this  country  from  discovering  the  nature 
and  use  of  the  cement  stones  on  the  South  East  coast 
of  England,  until  -within  the  last  forty  years,  when  the 
light  of  Chemistry  began  to  be  more  generally  applied  to 
the  practical  arts.f    The  second  property  is  that  which 

*  I  have  found  by  repeated  experiments,  that  when  cement  from  the 
kiln  is  sprinkled  with  boiling  water,  tiic  pieces  usually  crack  or  split,  and 
much  more  heat  is  produced  than  is  due  to  the  temperature  of  the  water, 
so  that  all  the  symptoms  of  incipient  slaking  are  observable ;  but  this  pro- 
cess seems  suddenly  to  stop  short,  for  the  cement  does  not  fall  down  into  a 
fine  powder,  and  thus  the  heat  goes  off  without  the  fragments  losing  their 
solid  form,  at  least  within  the  space  of  two  days,  after  which  period  not  an- 
ticipating any  further  change  I  have  always  thrown  them  away. 

t  The  properties  of  the  Sheppy  cement  were  first  discovered  by  Mr. 
Parker,  who  took  out  a  patent  for  the  sale  of  it  under  the  title  of  Roman 
Cement,  but  which  from  him  as  the  discoverer  was  at  first  often  termed  Par- 
ker's Cement.  Afterwards  Mr.  Frost,  whose  more  recent  labours  I  have 
noticed  in  Article  G,  discovered  that  the  stone  on  the  beach  near  Harwich 
belonging  to  the  Ordnance  Department  had  similar  properties.  The  York- 
shire i  dement  is  sometimes  termed  Atkinson's  Cement,  from  the  name  of  the 
Architect  who  introduced  it  in  London,  or  Mulgrave  Cement,  from  the  Earl 
of  Mulgrave.  It  appears  to  me  that  the  names  of  all  water  cements  should 
be  deiived  from  the  localities  where  they  are  obtained,  which  is  always 
done  in  respect  to  limes.  The  use  of  such  cements,  a  recent  discovery  first 
made  in  this  country,  was  entirely  unknown,  not  only  to  the  Romans,  but  to 
all  other  nations,  until  Mr.  Parker's  time. 
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renders  them  particularly  valuable,  under  situations  and  in 
circumstances,  where  the  ijest  limes  would  lail.* 

Thirdly-  Cement  is  always  weakened  by  the  addition 
of  sand,  whereas  every  kind  ol"  lime  is  improved  by  it,  so 
that  in  all  cases  lime  mortar  made  with  the  proper  propor- 
tion of  sand,  is  much  stronger  tlian  lime  putty. 

Fourthly.  When  cement  powder,  whether  pure  or  wilh 
the  addition  of  sand,  is  mixed  with  water,  for  the  purposes 
of  Practical  Architecture,  it  must  ahsays  be  used  before  it 
becomes  warm,  after  which  process  it  must  never  be  dis- 
turbed, so  that  any  portion  of  it  that  could  not  be  used  im- 
mediately must  be  thrown  away  ;  whereas  mortars  made  of 
all  limes,  and  more  especially  of  the  pure  limes,  may  be 
disturbed,  and  if  not  used  immediately  tliey  may  even  be 
remixed  by  adding  more  water,  without  materially  injuring 
them-t 

(43)  To  analyze  a  cement  stone,  or  any  other  compound 
mineral  accurately,  so  as  to  obtain  the  precise  proportional 
weight  of  each  of  its  component  parts,  is  not  only  one  of 
the  most  difficult  operations  of  practical  Chemistry,  but 
demands  much  more  lime  than  Architects,  Engineers,  or 
Builders  in  full  employment  can  spare.  1  beg  therefore  to 
suggest  the  following  simple  and  satisfactory  mode  of  pro- 
ceeding, in  testing  a  stone  supposed  to  be  a  water  cement, 
which  ought  of  course  to  be  of  a  bluish  grey,  or  brow n,  or 
of  some  darkish  colour,  as  w  hite  indicates  pure  lime  stone 
or  gypsum. 

From  their  containing  silica  and  alumina,  which  are  the 

•  A  joint  of  brickwork  laid  in  pnrc  cement  becomes  harder  in  half  an 
honr,  than  the  best  mortar  made  of  Dorkinji  or  Hailing  lime  would  be  in  six 
months  or  even  more.  Recently  on  inspecting  a  tine  brick  building  in 
SontliHark,  now  ready  for  receiving  the  roof,  1  ojjserved  that  all  Ibc  joints 
of  llie  vaults  and  of  the  flat  arches  over  windows,  which  were  laid  in  cement 
mixed  with  sand  in  equal  parts, were  perfectly  hard,  resisting  the  edge  of  a 
shilling,  whilst  the  joints  of  the  mortar  which  was  no  less  good  of  its  kind, 
being  made  of  the  best  Hailing  lime  mixed  with  clean  river  sand,  were  so 
soft,  even  in  the  lowest  and  first  fmi>lud  parts  of  the  walls,  that  the  edge  of 
a  shilling  raked  out  any  part  of  them  with  almost  as  much  ease,  as  if  they 
had  been  composed  of  sand  alone. 

t  Notwithstanding  this  distinction  between  cement  and  limes,  the  pro- 
perties of  all  calcareous  stones  appear  to  me  to  be  so  an:dogous,  that  I  carmot 
iiclp  thinking  that  it  is  possible,  that  cement  mixed  with  a  moderate  (juantily 
of  sand,  and  made  up  with  water  into  a  heap,  and  left  for  some  hours  or 
even  for  some  days,  might  bear  remixing,  and  that  in  process  of  time,  it 
might  even  set,  like  a  heap  of  remixed  lime  mortar.  Hut  as  the  chief  or 
only  advantage  of  cement  over  such  limes  as  the  blue  lias  or  Aberthaw  is  its 
instantaneous  setting,  and  as  1  conceive  that  remixed  cement  will  probably 
set  if  at  all  more  slowly  than  lime  mortar,  the  rule  never  to  disturb  cement 
that  has  been  used,  and  never  to  use  cement  that  has  been  long  mixed, 
should  always  hold  good  in  practice, 
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component  parts  of  clay,  the  natural  cement  stones,  on 
being  touched  by  the  ton^^uc,  indicate  sensibly  the  presence 
of  clay,  Avhich  is  also  detected  by  the  smell  after  \vetting 
them.'  They  only  dissolve  partially  in  diluted  acids,  leav- 
ing a  more  copious  sediment,  than  any  of  the  lime  stones. 

(44)  The  first  test  therefore  is  to  pour  a  little  diluted 
muriatic  or  nitric  acid  into  a  wine  glass,  and  drop  a  frag- 
ment of  the  stone  into  it.  If  no  action  take  place,  it  is  nei- 
ther a  lime  stone  nor  a  cement,  but  if  it  elVervesce  and  fall 
to  pieces  with  a  muddy  sediment,  it  is  probably  a  water 
cement. 

(45)  To  ascertain  this  point,  break  the  stone  if  neces- 
sary into  compact  fragments  not  exceeding  one  inch  and  a 
half  in  thickness,  and  put  two  or  three  of  these  into  a  com- 
mon fire  place,  first  heating  them  gradually,  that  they  may 
not  burst  into  too  many  small  pieces,  and  keep  them  ex- 
posed to  a  full  red  heat  for  about  three  hours. 

At  the  end  of  this  time,  take  one  of  your  specimens  out 
of  the  fire,  and  put  a  small  fragment  of  it  into  a  glass 
of  diluted  muriatic  or  nitric  acid.  W  hen  the  stone  is  burned 
enough,  that  is  when  all  tjie  carbonic  acid  gas  has  been 
driven  oft'  by  the  heat,  no  eflervescence  will  take  place  in 
the  acid.  A  moderate  eflervescence  will  show  that  it  is  a 
little  undcrburned,  but  violent  eflervescence  will  show  that 
it  is  very  imperfectly  burned,  and  it  should  therefore  be  put 
into  the  fire  again. 

At  the  same  time  great  care  must  be  taken  not  to  over- 
burn  the  cement,  which  is  always  injured,  if  not  entirely 
spoiled,  by  excess  of  heat.  When  moderately  overburned 
its  colour  IS  changed  to  a  much  darker  tint,  than  ought  to 
belong  to  it,  which  may  easily  be  judged  of  after  a  few- 
trials,  and  which  is  a  proof  of  incipient  vitrification  ;  for  by 
excess  of  heat  all  the  natural  cement  stones  may  be  fused 
into  a  dark  coloured  glassy  substance,  resembling  the  vol- 
canic product  called  Obsidian. 

If  therefore  the  calcined  cement  stone  do  not  eflfervcsce 
with  acids,  and  if  at  the  same  time  its  proper  colour  be  not 
changed  to  a  darker  one  on  taking  it  out  of  the  fire,  these 
circumstances  prove  that  it  is  properly  burned. 

(4())  In  this  case,  you  must  take  your  specimens  and 
pound  them  in  a  mortar  until  they  are  reduced  to  the  state 
of  impalpaljle  powder.  To  ascertain  whether  the  calcined 
cement  be  suflicicntly  pounded,  take  a  pinch  of  it  between 
your  finger  and  thumb  and  rub  it  backwards  and  forwards. 
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11'  it  tbel  jrritly  to  the  touch,  so  that  after  having  rubhed 
awav  the  finer  parts  a  number  of  small  solid  particles 
remain,  let  the  whole  of  the  powder  be  pounded  finer, 
until  on  repeatint;  (he  same  process,  no  such  <j;rittincss  is 
perceptible  and  no  such  particles  remain.  This  is  of  the 
j^reatest  importance,  for  I  have  ascertained  that  the  best 
cements  both  natural  and  artificial  are  very  much  deteriora- 
ted, if  imperfectly  ground  or  pounded  after  calcination. 

(47)  The  next  process  is  to  take  a  small  quantity  of 
the  fine  powder,  and  mix  it  up  with  a  moderate  quantify  of 
water  by  means  ol"  a  spatula  or  strong  knife,  upon  a  slate 
or  porcelain  slab,  and  knead  it  into  the  form  of  a  ball  by 
turninsr  it  between  the  palms  of  the  hands.  It  will  then 
soon  become  warm,  and  if  it  be  a  good  water  cement,  it  will 
not  only  sot  or  harden  in  the  healing,  but  if  put  into  a  basin 
of  water,  it  will  continue  hard  and  even  become  harder  in 
the  basin.  A  bail  of  good  cement,  will  set  under  water,  even 
if  put  in  quite  soft  and  before  it  becomes  warm,  and  in  this 
case  it  makes  the  water  dirty  by  throwing  ofl"  a  lillle  scutu 
from  its  own  surface.  It  is  better  thereiore  to  wait,  (ill  after 
having  attained  its  greatest  w  annth  it  shall  have  begun  to 
cool  a'little,  before  you  put  it  under  water. 

The  setting  of  such  cement  balls  may  be  much  retarded, 
even  to  double  the  usual  period  or  more,  if  you  mix  the 
same  calcined  powder  with  a  larger  quantity  of  water,  so 
as  to  form  a  thin  or  liquid  instead  of  a  stifijsh  paste,  and  in 
this  case  the  heat  thrown  out  will  be  diminished  in  (he  in- 
verse proportion  of  the  time  required  in  setting:  but 
eventually  the  slow  setting  ball  becomes  quite  as  hard  as 
the  others.  1  have  ascertained  by  experiment,  that  one 
fourth  part  of  water  to  one  part  of  cement  powder  by  mea- 
sure is  necessary  for  making  a  stiffish  mixture,  whilst  one 
half  measure  of  water  to  one  measure  of  cement  powder 
produces  a  very  thin  one.  Between  these  extremes  (ho 
proper  proportion  of  water  appears  to  lie.  Less  than  one 
Iburth  would  not  suffice  to  make  up  the  whole  of  the  mix- 
ture into  a  paste,  whilst  more  (han  one  half  would  be  incon- 
venient or  injurious;  for  cement  powder  may  be  spoiled,  or 
as  it  were  drowned,  if  stirred  up  in  a  basin  or  bucket  with 
excess  of  water;  but  this  can  never  occur  in  practice,  nor  is 
any  measurement  of  the  proportional  quantities  of  cement 
powder  and  of  water  either  usual  or  necessary  ;  for  the  ex- 
pert bricklayer's  or  plasterer's  labourer  always  mixes  those 
ingredients  together  to  the  proper  average  degree  of  con- 
siJleucy,  with  very  great  accuracy  by  the  eye  alone. 
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During  the  process  of  setting,  experimental  cement 
balls  always  throw  out  vapour,  ^\hich  may  generally  be 
seen  rising  I'rom  them,  as  long  as  the  heat  continues,  and 
\vhich  moistens  the  surface  of  any  dry  substance,  on  which 
they  may  be  laid. 

(48)  The  Sheppy  cement  stone  is  usually  found  in 
boulders  or  round  nodules,  and  when  dry  is  of  a  light  brown 
colour.  The  Harwich  cement  stone  is  obtained  in  larger 
masses,  and  is  of  adarkbluish  brown  colour,  ^^'hen  properly 
burned  the  former  is  of  a  light  brown,  the  latter  of  a  nut 
brown  colour.  AVhen  the  calcined  powder  of  each  is  mixed 
v.ith  water  ibr  use,  both  mixtures  are  bro^vn,  but  the  former 
is  of  a  much  lighter  tint  than  the  latter,  which  approaches 
to  blackness. 

(49)  Since  cement  from  the  kiln  will  not  slake  even 
with  water,  much  less  by  the  action  of  air  alone,  it  might 
be  preserved  in  this  state  for  a  long  time  in  a  dry  room,  as 
I  have  proved  by  experiment ;  but  calcined  cement  being  of 
no  use  until  it  is  pulverized,  this  is  always  done  at  the  mill  of 
the  Manufacturer,  to  save  the  necessity  of  every  purchaser 
providing  himself  with  an  apparatus  for  grinding  it.  This 
process,  which  enables  water  to  act  upon  cement,  makes  it 
also  subject  to  the  action  of  the  atmosphere. 

(50)  After  calcined  cement  pow  der  has  been  mixed  up 
with  water  for  use,  it  recovers  in  time  the  whole  of  the  car- 
bonic acid  gas  driven  off  by  the  fire.  Hence  the  cement 
used  for  the  purposes  of  Practical  Architecture  like  the 
lime  in  mortar,  is  brought  back  but  much  more  quickly, 
than  the  latter,  to  the  same  chemical  state,  as  in  the  original 
stone.  Hence  also  a  fragment  of  old  cement  from  a  build- 
ing will  partially  dissolve  in  the  diluted  acids  leaving  a 
residue,  and  on  reburning  old  cement  and  pulverizing  it, 
the  calcined  powder  thus  obtained  will  be  quite  as  good  as 
that  from  the  natural  stone. 

(51 )  Cement  powder  exposed  to  air,  especially  if  damp, 
also  gradually  recovers  the  carbonic  acid  gas  previously 
driven  off  from  it ;  and  whilst  this  process  is  in  progress, 
it  is  injured  and  eventually  spoiled.  For  this  reason  the 
cement  powder  prepared  for  sale  is  always  preserved  in 
casks  or  sacks. 

When  cement  powder  damaged  by  exposure  to  air,  or 
from  any  other  cause,  has  become  too  stale  for  use,  it  may 
be  converted  into  good  cement  by  reburning  it,  the  practi- 
cability of  which  may  be  ascertained  by  burning  some  staje 
cement  powder  in  a  crucible  in  a  common  fire  place-     But 
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il  any  considerable  quantity  of  dama'jjed  cement  should 
rcciuiio  to  be  restored  in  tiiis  manner,  as  it  could  not  con- 
veniently be  burned  in  a  kiln  whilst  in  the  state  of  powder, 
it  would  be  necessary  lirst  to  mix  it  up  with  water  into  balls 
or  lumps  of  a  convenient  size,  which  if  allowed  sufficient 
time  will  probably  set  so  tar  as  not  to  lall  to  pieces.  IT 
however  the  cement  powder  should  be  too  stale  for  this 
purpose,  let  a  small  proportion  of  tine  clay,  not  exceeding 
one  tentli  part  by  measure  be  added  to  it,  in  makino;  these 
lumps,  which  will  cause  them  to  hold  together  in  the  kiln, 
without  materially  injuring  the  quality  of  the  cement.  It 
would  not  be  worth  while  to  take  so  much  trouble  in  this 
country,  but  the  knowledge  of  this  expedient  may  perhaps 
be  useful  in  some  of  the  British  Colonies  where  cement 
is  only  obtained  by  importing  it  from  England. 

THAT  THE  MOST  POWERFUL  WATER  CEMENTS  ARE,  LIKE 
LIMRS,  PARTIALLY  DECOMPOSED  BY  AND  SOLUBLE  IN 
WATER,  WHEN  FIRST  PREPARED  FOR  USE.  THAT  THIS 
ACTION  IS  TOO  INSIGNIFICANT  TO  AFFECT  1  HE  SOLIDI- 
TY OF  THE  WORKS  IN  WHICH  THESE  CEMENTS  ARE 
USED,  AND  THAT  AFTER  A  (ERTAIN  TIME  IT  CEASES. 
CHEMICAL  TEST  FOR  ASCERTAINING  THIS  POINT. 

(52)  When  a  cement  ball  made  as  above  described  is 
put  immediately  under  water,  it  always  throws  oflf  a  little 
scum  as  was  before  mentioned,  which  partly  i'alls  to  the 
bottom  of  the  basin  as  a  sediment,  and  partly  rises  to  the 
surface  in  a  very  thin  lilm,  thus  proving  that  the  cement  is 
partially  decomposed  by  the  separation  of  a  part  of  the 
cari)onate  of  lime,  on  being  first  immersed.  If  after  a  day 
or  two  the  ball  be  taken  out  of  the  dirty  water,  and  put  into 
clean,  the  same  eflect  \\ill  take  place,  but  in  a  slighter  de- 
gree, and  on  continuing  to  ciuinge  the  water  from  time  to 
time,  the  films  successively  formed  on  the  surface  will  be- 
come smaller  and  smaller,  and  at  last  imperceptible  to  the 
eye.  When  no  apparent  action  of  this  kind  takes  place, 
wash  your  ball  well  in  distilled  water,  and  scrub  it  with 
a  clean  tooth  or  nail  brush,  in  order  to  get  rid  of  any 
impurity  on  the  surface  of  the  ball,  and  when  it  is  perfectly 
clean  put  it  into  a  basin  of  distilled  water,  and  let  it  remain 
there  about  a  week.  Then  pour  some  water  out  of  the 
basin  into  a  glass,  and  let  a  few  drops  of  the  oxalate  of 
ammonia  fall  into  it.  If  the  water  should  still  remain  clear, 
it   shows   that   the    cement    ball   has  now    become   proof 
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aoainst  the  action  of  water ;  but  if  a  milky  precipitate 
should  take  place,  it  shows  that  the  unfavourable  action 
of  the  water  on  the  cement,  at  first  clearly  indicated  by 
the  scum  thrown  oil'  from  the  surface,  has  not  entirely 
ceased,  for  the  presence  of  this  precipitate  proves  that  the 
water  has  dissolved  a  small  portion  of  the  lime  belonging 
to  the  cement.  Some  recent  experiments  induce  me  to  sus- 
pect, that  balls  made  of  the  oldest  and  best  natural  cements, 
if  kept  in  distilled  water  much  longer  than  a  week,  would 
give  out  a  slight  precipitate.  But  the  quantity  of  matter, 
which  they  must  undoubtedly  lose  in  order  to  produce  this 
eflect,  is  far  too  insii^nilicant  to  be  worthy  of  notice. 
Indeed  without  so  very  delicate  a  chemical  test  as  the  above, 
it  would  elude  our  observation.  If  you  cannot  obtain  dis- 
tilled water,  clean  rain  water  will  answer  the  purpose,  but 
no  other  should  be  used,  because  the  water  of  wells  and 
springs  and  still  more  that  of  rivers  is  always  impure,  and 
often  contains  lime  in  solution,  which  would  of  course 
defeat  the  object  of  this  experiment. 

It  may  require  some  weeks,  before  the  cement  balls 
will  cease  to  yield  a  copious  precipitate  with  the  oxalate  of 
ammonia,  though  they  w  ill  have  set  at  the  surface  so  as 
to  resist  the  action  of  the  nail,  in  a  much  shorter  period. 
Before  this  degree  of  induration  takes  place,  they  will 
generally  stain  the  back  of  the  hand  or  a  piece  of  white 
paper,  if  rubbed  against  them  after  being  wetted. 

(53)  Cement  balls  if  kept  in  the  air  after  being  made, 
throw  out  an  efflorescence  at  tirst,  w  hich  when  seen  in  the 
sun  or  by  candlelight  is  in  the  form  of  very  brilliant  cry- 
stals, but  these  if  washed  off  after  a  certain  time  are  never 
renewed.  The  same  efflorescence  is  observable  in  the 
fronts  of  buildings,  when  first  stuccod  with  cement. 

(54)  That  the  partial  decomposition  by,  and  solubility 
in  water,  of  cement,  especially  when  first  prepared  for  use,  is 
too  insignificant  to  injure  the  solidity  of  wharf  walls,  and 
other  works  of  Hydraulic  Architecture,  in  which  it  is  em- 
ployed, may  be  admitted,  not  only  from  the  circumstance, 
that  I  have  never  observed  any  apparent  diminution  of  the 
size  of  the  experimental  balls  made  by  me  from  the  Sheppy 
or  Harwich  cement  stones;  for  the  marks  of  the  printer's 
types,  with  which  I  usually  impressed  them  whilst  moist,  have 
never  been  crazed,  although  not  penetrating  more  than  about 
the  twentieth  of  an  inch,  nor  have  even  the  lines  caused  by 
the  seams  of  the  hand  in  kneading  them  into  balls  been  en- 
tirely obliterated;  but  also  from  the  well  known  fact,  that  in 
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wharf  walls  built  with  bricks  and  cement,  no  pointing  of  the 
external  joints  has  been  ever  required,  N^hich  would  un- 
doubtedly have  been  the  case,  had  any  perceptible  decay  of 
those  joints  occurred. 

(55)  In  short,  whilst  the  water  cements  and  water 
limes  are  similar  in  their  component  parts,  and  general 
properties,  the  great  distinction  between  them  as  applied 
to  the  purposes  of  hydraulic  Architecture  is,  that  the  setting 
process  at  the  surface  comes  so  much  sooner  to  full  per- 
fection in  the  former  than  in  the  latter,  that  the  water, 
which  after  this  period  ceases  to  act  perceptibly  upon  either, 
has  not  time  to  injure  the  external  joints  of  the  cement, 
but  is  enabled  in  the  mean  while  to  muke  a  considerable 
impression  upon  those  of  the  lime. 

The  greater  solubility  even  of  the  water  limes  than  of 
cement  was  proved  to  my  satisfaction,  by  the  following 
circumstance.  The  new  vaults  in  part  of  the  London 
Docks  built,  under  the  superintendence  of  Mr.  Palmer  then 
Engineer  of  that  company,  of  brickwork  laid  in  Dorking 
lime  mortar,  were  left  during  the  winter  of  1827  exposed  to 
the  action  of  rain  penetrating  from  above,  as  the  warehouses 
by  which  they  were  intended  to  be  covered  were  not  then 
begun.  Consequently  I  observed,  that  this  mortar  although 
very  good  of  its  kind  w as  giving  way,  for  the  lime  in  many 
of  the  joints  had  dissolved  into  stalactites,  which  hung  from 
various  parts  of  the  vaulted  roofs.*  In  the  Thames  Tunnel 
on  the  contrary,  no  part  of  the  cement  in  which  the 
brickwork  is  laid,  has  ever  given  way  in  this  manner. 

(50)  We  found  by  experiment  at  Chatham,  that  two 
thirds  of  a  cubic  foot  of  calcined  Sheppy  cement  powder, 
which  is  equivalent  to  one  cubic  foot  of  cement  irom  the 
kiln,  would  not  bear  much  more  than  one  cubic  foot  and 
one  third  part  of  a  foot  of  sand,  without  evidently  becoming 
too  short  for  building  purposes.  This  is  equivalent  to  a 
mixture  of  two  measures  of  sand  to  one  of  cement  powder. 
But  experience  has  shown  that  even  this  proportion  of  sand 
is  too  great  in  practice,  for  the  builders  of  the  Metropolis, 
who  have  used  immense  quantities  of  the  Sheppy  and  Har- 
wich cements  for  many  years,  agree  that  more  than  5  parts  of 

•  The  same  lime  would  not  have  given  way  in  this  manner  in  a  concrete 
fonndation,  or  in  the  backing  of  a  wharf  wall,  because  these  rest  upon  aud 
are  inclosed  by  solid  materials  on  all  sides,  so  that  there  is  no  vacant  space, 
as  in  a  vault,  for  the  lime  to  fall  into,  or  escape  by.  Consequently  as  it  can- 
not get  away  from  its  original  position  in  combination  with  the  sand  and 
gravel  with  which  it  has  been  mixed,  it  sets  io  process  of  time  without 
dissolving. 


PROPERTIES  OF  THE  SHEPPY  AND  OTHER  CEMENTS.  37 

sand  to  4  of  cement  powder,  or  1]  measure  of  the  former  to 
one  measure  of  the  latter,  injures  the  cement,  by  retarding 
its  setting  and  rendering  it  too  friable,  whether  used  as 
mortar  for  walls,  or  as  stucco  for  the  fronts  of  houses;  but 
they  consider  that  equal  parts  of  sand  and  of  cement  pow- 
der, involving  a  smaller  proportion  of  the  former  ingredient, 
are  still  better. 

But  not  to  lose  sight  of  the  just  comparison  between 
cement  and  lime,  these  proportions  when  stated  in  the  same 
manner  as  we  did  in  treating  of  lime,  imply  that  whilst 
one  measure  of  cement  from  the  kiln  will  not  bear  more 
than  two  thirds  or  at  the  iittnost  five  sixths  of  a 
measure  of  sand  without  injury,  one  measure  of  the 
various  sorts  of  lime  from  the  kiln,  according  to  its  quality, 
will  bear  two  or  three  measures  of  sand  or  even  more. 
(See  Articles  9,  25  and  26.) 

(57)  There  are  two  properties  of  cement,  which  ought 
to  be  thoroughly  understood. 

First.  It  only  sets  rapidly  when  made  up  into  small 
balls  or  in  very  thin  joints.  In  large  masses  or  in  thick 
joints,  the  rapid  induration  takes  place  near  the  surface 
only,  from  whence  it  extends  towards  the  center  so  very 
slowly,  that  the  cement  there  maj"  remain  in  an  im- 
perfect state  for  a  very  long  time.  This  property  it  has  in 
common  with  lime  mortars  and  concrete,  which  when  in 
mass  set  more  slowly  at  the  center  than  at  the  surface,  in 
the  like  proportion  (33). 

Secondly.  As  was  before  remarked  in  Article  42, 
cement  is  always  weakened  by  sand,  no  matter  how  small 
the  proportion  of  that  ingredient  may  be,  so  that  if  both 
materials  were  equally  cheap,  it  would  be  best  to  dispense 
with  sand  altogether  in  using  cement  as  mortar  for  building 
walls,  but  not  in  using  it  as  stucco  for  plastering  the  fronts 
of  houses. 

Numerous  experiments  have  convinced  me  of  the  truth 
of  these  maxims,  which  any  of  my  readers  may  easily 
verify.  In  respect  to  the  latter  in  particular,  take  a  small 
quantity  of  the  best  cement  powder,  mix  it  with  three  or  four 
times  its  bulk  of  fine  sand  and  make  it  up  into  a  ball  with 
water,  and  you  will  find  that  instead  of  setting  it,  will  either 
remain  quite  friable  or  crumble  to  pieces,  both  under  water 
and  in  air. 

Upon  the  whole  cement  sets  most  quickly,  and  unites 
itself  most  powerfully  to  bricks  or  stones,  when  it  is  per- 
fectly pure  or  unmixed  with  sand,  provided  only,  that  the 
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joints  be  thin,  I  should  say  not  exceeding  half  an  inch  in 
thickness.  For  this  reason,  in  rorniins;  cement  into  chimney 
pots,  copinfjs,  i<.c,  where  the  general  thicivness  much  ex- 
ceeds tlie  above  dimension,  and  consequently  wliere  pure 
cement  alone  would  not  make  sound  work,  instead  of  Irit- 
tering  away  its  strength  with  sand,  I  would  recommend 
fragments  of  broken  tiles  or  gravel,  to  be  mixed  with  it, 
the  interstices  of  which  are  such  as  to  allow  the  pure 
cement  which  fills  them,  sufiicient  body  to  attain  a  due 
degree  of  strength,  w  ithout  being  quite  so  large  as  to  retard 
its  setting,  and  thereby  cause  weakness  in  the  central  parts 
of  those  spaces. 

(oS)  Tills  opinion  is  confirmed  by  the  experience  of 
the  Thames  Tunnel,  where  the  justly  celebrated  Mr.  Brunei, 
who  commenced  difl'erently,  has  finally  adopted  the  system 
of  usinir  nothing  but  cement  for  all  his  brickwork,  which 
he  mixes  with  sand  in  equal  measures  for  the  foundation 
and  lower  part,  and  with  half  that  proportion  of  sand  for 
the  piers,  which  support  his  arches  ;  but  from  the  spring 
of  the  arches  upwards,  as  being  the  most  important  part  of 
the  work,  he  uses  only  pure  cement.  Indeed  if  the  use  of 
this  admirable  material  had  not  been  discovered,  the  exe- 
cution of  the  Thames  Tunnel  would  have  been  impractica- 
ble,* for  if  it  had  been  attempted  w  ith  the  best  mortar,  the 
pressure  of  earth  would  have  crushed  some  parts  of  the 
brickwork  before  the  mortar  got  consolidated,  and  in  other 
parts  the  lime  w  ould  have  been  washed  out  of  the  joints,  as 
was  the  case  in  a  new  basin  in  Chatham  Dock-yard,  where 
several  landsprings  washed  the  lime  entirely  out  of  those 
portions  of  the  concrete  foundation,  which  lay  in  their 
course,  until  channels  were  formed  lor  carrying  olV  each  of 
those  little  rivulets  by  iron  pipes  leading  to  a  culvert. 

•  Under  tlie  protection  of  that  most  inpenions  piece  of  meclianism,  tlie 
massy  iron  shield,  the  l)rick\vork  of  the  Thiintes  Tunnel  is  built  in  successive 
portions  or  i  ibs  of  !)  inches  in  length,  but  where  the  soil  is  bad  in  portions  of 
lialfiliat  lensjth  only,  which  arc  connected  by  cement  alone,  the  bricks  of 
one  rib  not  beins;  toothed  or  bonded  at  all  into  those  of  the  next  '1  his  de- 
fective bond,  a(lo|)ted  from  necessity,  does  not  impair  the  strength  of  the 
work,  because  the  judicious  system  followed  renders  it  impossible  that  any 
new  rib  can  separate  fiom  the  brickwork  previously  finished,  they  being 
screwed  up  close  together  by  means  of  the  shield,  for  a  space  of  time  loneer 
than  is  necessary  for  the  intermediate  vertical  joints  of  cement  to  set,  after 
which  these  joints  become  stronger  than  the  bricks  theniselves,  as  I  had  an 
opportunity  of  observing  in  the  beginning  of  the  present  year,  1S36,  when 
the  brickwork  laid  in  cement,  with  which  the  head  of  the  'Jiinnel  had  been 
blocked  up  during  the  temporary  suspension  of  the  work,  was  cut  away  in 
order  to  continue  the  excavation.  In  this  operation,  which  was  exceedingly 
laborious,  the  solid  bricks  themselves  were  more  frequently  fractured  than 
the  cement  joints, 
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(59)  But  the  remarkable  streno;th  of  pure  cement  is 
still  more  proved  and  in  a  wonderful  manner,  by  the 
two  extraordinary  semi-arclies  built  for  experiment  by 
Mr.  Brunei  near  the  entrance  of  the  Tunnel,  which 
spread  out  from  the  same  common  central  pier,  like 
two  immense  branches  from  contrary  sides  of  the  trunk 
of  a  tree,  one  of  which  is  GO  feet  and  the  other  about 
37  feet  long,  the  rise  of  the  former  being  IO3  feet, 
and  of  the  latter  10  feet;  and  this  last  is  loaded  at 
its  extremity  with  a  weight  of  62700  lbs,  suspended 
below   it,    as   shown   in   the   annexed    figure.     It  is  well 


known  that  cement  alone  will  not  hold  together  above 
a  certain  limited  number  of  bricks  thus  unsupported,  and 
therefore  much  must  be  ascribed  to  the  pieces  of  hoop  iron 
introduced  horizontally  in  the  joints  of  the  brickwork,  but 
unless  cement  had  the  property  of  setting  almost  instanta- 
neously, and  thus  combining  brickwork  properly  supported 
into  one  solid  mass,  having  the  joints  and  bricks  of  equal 
strength,  the  hoop  iron  could  not  possibly  communicate 
such  extraordinary  stability  to  the  same  kind  of  brickwork 
hanging  in  the  air.  This  ingenious  arrangement  of  Mr, 
Brunei  will  probably  be  found  hereafter  of  great  value  in 
practical  Architecture.* 

(60)  The  rapidity  with  which  cement  sets  and  dries  in 
air,  neither  admitting  of  settlements  nor  producing  damp  in 
walls  built  with  it,  is  no  less  advantageous  in  domestic 
Architecture,  by  allowing  an  alteration  or  repair  in  a  build- 

•  IMr.  Brunei  proposes  its  application  lo  the  construction  of  large 
brick  arches,  without  the  necessity  of  previously  Ci)nstructing  a  substantial 
and  expensive  wooden  l)rid£;e,  technically  termed  the  Centerings,  to  support 
such  arches  until  they  are  keyed  in  or  completely  finished;  instead  of  which 
he  uses  only  a  small  ligiit  scaffold  for  the  bricklayers,  which  is  suspended 
from  tiie  finished  part  of  the  arch,  and  continually  moved  forward  as  the 
work  proceeds.  It  occurs  to  me  that  this  ingenious  invention  of  Mr.  Brunei 
may  be  applied  also  to  the  construction  of  Tunnels  in  loose  soil,  by  carrying 
on  the  brickwork  in  oblique  portions  suited  to  the  natural  slope  of  the  earth, 
instead  of  continuing  it  always  vertically,  which  requires  strong  woodwork, 
for  supporting  the  loose  earth,  untileach  new  portion  of  brickwork  istinishcd. 
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ing  to  be  made  in  the  least  possible  time,  and  with  the  least 
possible  inconvenience  or  injury  to  the  health  of  the  per- 
sons occupying  it.  By  the  use  of  cement  lor  example,  the 
temporary  liouses  of  Lords  and  Commons  were  linished  in 
a  dry  wholesome  state  ready  for  use,  in  the  short  space  of 
three  months  alter  they  had  been  destroyed  by  iiie  in  1S34, 
though  the  work  was  executed  in  a  very  unfavourable 
season. 

(Gl)  From  the  circumstance  that  all  limes  ex- 
pand after  being  mixed  with  water,  and  in  this  process 
attach  themselves  firmly  to  sand  which  increases  their 
strength,  whereas  cement  does  not  expand  when  mixed  with 
water,  and  is  always  weakened  by  sand;  it  follows  that 
whilst  one  measure  of  calcined  Mailing  lime  powder  with 
seven  or  eight  measures  of  gravel  and  sand  may  be  the  best 
proportion  for  concrete,  it  will  require  nearly  three  measures 
of  Sheppy  or  of  Harwich  cement  to  be  mixed  with  the  same 
quantity  of  gravel  and  sand,  in  order  to  produce  a  concrete 
equally  sound. 

Hence  cement  should  never  be  used  for  making  concrete. 
If  used  for  that  purpose  in  the  same  proportion  that  would 
be  proper  in  w orking  with  lime,  the  cement  concrete  thus 
formed  will  never  set  atall,  either  under  water  or  in  air.  If  used 
in  a  larger  proportion,  in  order  to  get  rid  of  this  defect,  it 
would  involve  a  greater  expenditure  of  a  much  more  costly 
material  without  producing  a  better  article  than  the  common 
concretes,  formed  with  the  proper  kinds  of  lime. 

In  building  with  cement,  there  is  however  no  objection 
to  cement  grouting,  which  when  pure  cement  is  used,  may 
be  made  by  mixing  up  the  calcined  powder  with  water 
only,  but  in  building  with  cement  and  sand,  the  latter 
ingredient  also  may  be  added  to  tbrm  a  part  of  the  grout. 

{Ci'2)  In  building  brickwork  with  cement,  it  is  more 
usual,  and  excepting  under  circumstances  of  peculiar 
difficulty,  it  is  certainly  better  to  mix  the  cement  with  a 
moderate  quantity  of  sand,  than  to  use  it  pure,  for  this 
mixture  diminishes  the  expense  of  the  work,  and  though 
certainly  weaker  than  pure  cement,  it  is  strong  enough, 
inasmuch  as  it  produces  joints  equal  in  strength  to  the 
bricks  themselves. 

(G3)  Pure  cement  has  always  been  used  as  the  finishing 
coat  for  the  lining  of  tanks,  and  the  coating  of  casemates,  and 
we  know  that  in  both  cases  it  has  proved  eflectual,  pre- 
venting leakage  in  the  former,  and  rendering  the  latter  per- 
fectly dry.     1  am  not  aware  that  cement  mixed  with  sand 
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has  the  same  property,  at  least  1  can  certify  that  it  is  not 
water  light,  in  the  manner  in  which  it  is  usually  laid  on  by 
common  plasterers.  But  for  stucco  this  mixture  is  not  only 
cheaper  but  better  than  pure  cement,  as  being  less  liable  to 
crack  in  setting,  especially  in  hot  weather  when  exposed  to 
the  sun.  All  the  cement  stucco,  however,  that  I  have  seen, 
in  spite  of  the  admixture  of  sand,  cracks  more  or  less  in 
process  of  time,  which  I  conceive  is  partly  caused  by  its 
not  being  sufficiently  compressed  by  the  workmen  in  laying 
it  on,  which  they  never  will  attend  to,  except  in  working  at 
Tanks  or  Casemates,  where  the  same  careless  manner,  in 
which  they  execute  their  cement  stucco,  would  inevitably 
occasion  leaks,  and  defeat  the  object  in  view  ;  for  I  believe 
that  even  pure  cement  is  not  watertight,  if  negligently  laid 
on.  I  conceive  that  from  this  cause  chiefly,  the  cement 
fronts  of  the  new  buildings  in  and  near  the  metropolis,  and 
indeed  in  every  part  of  the  kingdom  are  completely  reticu- 
lated by  an  immense  number  of  fine  cracks,  which  are 
usually  superficial  or  hair  cracks,  but  which  elude  observa- 
tion from  these  fronts  being  afterwards  washed  over  or 
painted  with  some  light  colour  to  take  away  the  sombre 
hue  of  the  natural  cements.  But  unless  the  cement  stucco 
should  peel  ofl'  from  the  face  of  the  wall,  which  sometimes 
happens  when  very  unskilfully  applied,  these  hair  cracks 
on  its  own  surface  do  no  harm. 

OF  SLOW  SETTING  CEMENT  STONES,  SUCH  AS  THE  BLACK 
ROCK  OF  QUEBEC.  THAT  THEY  MAY  BE  USEFUL  UNDER 
PARTICULAR  CIRCUMSTANCES. 

(64)  The  Sheppy  and  Harwich  cements  when  made  into 
moist  balls  begin  to  set  almost  immediately,  whether  in 
air  or  under  water,  and  in  the  course  of  half  an  hour  or 
sometimes  much  less,  they  emit  that  clear  ringing  sound, 
which  is  a  proof  of  hardness,  on  being  thrown  against 
the  side  of  a  basin;  and  no  water  cements  inferior  to  these 
would  be  accepted  in  the  English  markets.  But  it  is  pos- 
sible that  a  less  powerful  water  cement  might  have  its  value 
in  other  countries,  if  found  abundantly  in  any  district, 
where  superior  water  cements,  or  the  ingredients  for  imi- 
tating them  by  artificial  means,  were  not  to  be  conveniently 
obtained. 

For  example,  a  number  of  specimens  of  what  is 
called  the  black  rock  of  Quebec  were  recommended  as 
being  good  water  cements  by  Captain  Baddeley  of  the  Royal 
Engineers  to  the  Master  General  and  Board  of  Ordnance, 
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by  whom  I  was  ordered  to  examine  and  report  upon  them- 
Accustomed  only  to  the  powerful  water  cements  ot  England, 
1  should  have  rejected  the  whole  ol  them  at  once,  if  the 
respect,  which  I  considered  due  to  the  opinion  of  another 
OUicer,  had  not  induced  me  to  give  more  time  and  care  to 
their  examination,  than  1  had  ever  done  to  any  former  spe- 
cimens of  natural  stone  supposed  to  have  cement  properties. 
The  quantity  of  carbonate  of  lime  contained  in  most  of  them 
was  evidently  too  snmll,  since  on  being  immersed  in  the  di- 
luted muriatic  acid,  they  did  not  always  fall  to  pieces,  but 
retained  their  original  form  as  solid  fragments  of  stone,  atter 
all  the  lime  had  been  dissolved  and  the  carbonic  acid 
gas  driven  ofT  with  efl'ervescence.  And  on  being  burned  in 
the  lire,  and  afterwards  pounded  and  made  up  into  moist 
balls  in  the  usual  manner,  they  threw  out  very  little  heat, 
showing  scarcely  any  symptom  of  setting,  and  remaining 
as  a  sott  pulpy  mass  under  water.  But  on  giving  them 
longer  time,  by  allowing  them  to  remain  several  days  in 
the  air,  1  found  that  they  had  acquired  a  stony  hardness, 
and  on  then  putting  them  into  a  basin  of  water,  it  had  little 
or  no  etlect  upon  them,  and  finally  after  having  kept  them 
one  or  two  months  longer,  and  immersed  them  when  per- 
fectly clean  in  distilled  water,  for  several  days,  I  lound  that 
the  oxalate  of  ammonia  produced  no  ell'ect  upon  this  w  ater, 
which  aflbrded  the  most  satisfactory  test  of  their  quality. 
Indeed  they  yielded  less  to  this  test,  than  our  best  English 
water  cements  had  done  under  the  like  circumstances.  I  re- 
connnended  therefore,  that  the  specimens  reported  by  me  as 
being  the  best,  for  some  w  ere  very  indilTerent,  should  be  tried 
on  a  grealer  scale  at  Quebec,  by  burning  a  sufiicicnt  quan- 
tity in  a  kiln,  to  be  used  in  the  first  Government  work,  in 
whicli  waterproof  cement  might  be  required,  but  not  in  tide 
work, for  which  1  considered  that  the  slowness  of  their  setting 
rendered  them  less  suitable.* 

*  It  is  ratlier  curious,  tliat  Captain  Baddeley  wlio  suspected  the  black 
rock  of  Quebec  to  be  a  water  cement  from  its  ciiemical  properties,  could 
not  succeed  in  niaking  it  available  as  such,  until  he  read  my  observations  on 
water  cements  printed  by  authority  for  the  use  of  the  Royal  Lnjiineer  De- 
partment in  IbSO,  whilst  on  the  other  hand  his  lecomuiendation  of  this  stone 
led  nie  to  the  conclusion,  that  very  slow  seltinfi  water  cements,  such  as  I 
would  before  have  condemned,  are  not  without  their  value  under  particular 
circumstances.  On  receiving  a  copy  of  my  rc|)oi  t,  be  wrote  that  he  had 
ascertained  that  this  cement  becomes  waterproof  in  about  six  hours  after 
beins;  mixed,  instead  of  rc'(|uiring;  some  days,  as  I  supposed.  Not  liavini;; 
tried  the  precise  period,  in  which  this  eflect  took  place,  and  having  no  more 
specimens  of  the  stone  to  experiment  with,  I  cannot  verify  this  fact  person- 
ally ;  but  I  have  no  doubt  of  the  correctness  of  Captain  Haddeley's  statement. 
Probably  the  use  of  boiling  water  miglit  render  the  Quebec  cement  fit  for 
tide  work,  or  even  in  working  with  cold,  that  the  temporary  action  of  water 
upon  the  external  joints  might  not  be  sufficient  to  injure  the  work  materially. 


EXPERIMENTS  ON  ARTIFICIAL  CEMENTS.  43 

Having  now  explained  the  properties  of  the  water  limes 
and  cements  of  nature,  1  shall  proceed  as  1  before  promised 
(3),  to  describe  in  sufficient  detail  the  course  of  experi- 
ments upon  artificial  water  cements,  which  occupied  a  por- 
tion of  my  time  lor  several  successive  years. 

OF  THE  SYSTEM  PURSUED  IN  THE  EXPERIMENTS  FIRST 
TRIED  ON  A  SMALL  SCALE  IN  CRUCIBLES,  IN  1829  AND 
1830,  IN  ORDER  TO  FORM  ARTIFICIAL  WATER  CEMENTS, 
BY  VARIOUS   COMPOUNDS. 

(G5)  After  having-  succeeded  by  accident  in  makin<^  a 
good  water  cement  with  chalk  and  blue  clay,  as  stated  in 
Article  2,  and  having-  given  a  good  deal  of  time  to  the 
chemical  analysis  of  I  he  natural  cement  stones,  which  I 
found  attended  with  the  difficulties  before  alluded  to  (43), 
and  which  led  to  no  satisfactory  result;  I  determined  to 
relinquish  this  unpromising  investigation,  and  to  adopt  the 
system  of  working  synthetically,  by  combining  together  all 
the  substances  likely  to  form  an  artificial  cement,  first  by 
twos,  and  afterwards  by  threes  and  fours,  in  various  propor- 
tions, determined  generally  by  measure  not  by  weight.  All 
the  natural  stones,  and  other  dry  substances  experimented 
upon  were  measured  in  the  state  of  impalpable  powder  to 
which  they  were  previously  reduced  by  pounding  them  in 
a  mortar.  The  natural  clays  and  some  other  substances 
were  measured  in  a  moist  state.  The  powders  were 
dropped  or  thrown  into  the  measure  with  sufficient  force  to 
fill  every  part  of  it,  and  were  stricken  by  scraping  off  all 
that  stood  above  the  rim  ;  but  they  were  never  rammed  or 
pressed  down.  Each  of  the  measures  used  was  open  at 
bottom  as  well  as  top,  and  laid  on  a  slab  whilst  being  filled, 
and  the  clay  or  moist  substance  was  not  only  put  into  it 
by  one  of  the  open  ends,  but  by  the  other  also,  after  in- 
verting the  measure,  without  which  we  found  that  vacant 
spaces  were  always  left.  AVhen  thus  put  in  and  stricken  at 
both  ends  of  the  measure,  it  was  forced  out  by  a  wooden 
plug  fitting  the  opening,  but  of  about  double  its  height. 

After  measuring  the  several  ingredients,  we  mixed  them 
intimately  together,  adding  a  moderate  quantity  of  water, 
with  a  spatula  upon  a  slate  or  porcelain  slab;  after  which 
we  made  them  into  balls  of  about  one  inch  in  diameter, 
and  dried  them  for  a  little  while  before  the  fire,  until  they 
would  not  stick  to  one  another,  after  which  we  put  as 
many  of  them  into  a  Cornish  crucible,  as  it  would  hold. 
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and  burned  them  for  about  three  hours  in  a  common  fire 
kept  up  to  a  lull  red  heat. 

We  round  that  the  ino^redients  cannot  be  pounded  too 
fine  or  mixed  too  well,  and  that  water  is  absolutely  neces- 
sary. It' imperfectly  pulverized  or  mixed  carelessly,  the 
most  suitable  insrredients  may  fail,  and  if  mixed  dry  and 
burned  in  a  crucible,  they  will  also  fail. 

(tiO)  To  prevent  our  crucibles  from  breaking  by  sud- 
den changes  of  temperature,  we  heated  them  gradually 
before  we  exposed  them  to  the  full  degree  of  heat  neces- 
sary, and  alter  taking  our  calcined  cement  balls  out  of  them, 
we  put  them  into  the  fire  again,  and  by  diminishing  the  heat 
allowed  them  to  cool  gradually.  We  always  purchased 
covers  with  our  crucibles,  and  when  they  broke  we  re- 
placed them  by  iron  ones. 

((v)  To  judge  whether  our  artificial  cement  mixtures 
were  burned  enough,  we  followed  the  same  rule,  as  in 
burning  the  natural  cements,  explained  in  Article  45. 
Taking  our  crucible  out  of  the  fire,  we  dropped  a  fragment 
of  one  of  the  balls  contained  in  it,  into  a  glass  of  diluted 
muriatic  acid.  If  it  effervesced  violently,  w  hich  proved  our 
mixture  to  be  underburned,  we  put  it  into  the  fire  again  : 
but  if  it  did  not  effervesce,  and  was  not  burned  darker 
than  its  original  colour,  we  considered  it  burned  just 
enough  and  not  more  than  ought  to  be. 

(6f<)  We  therefore  next  proceeded  to  pound  our  cal- 
cined cement  balls  in  a  mortar,  until  we  reduced  them  to 
the  state  of  an  impalpable  powder,  leaving  no  gritty  parti- 
cles when  rubbed  betv.een  the  finger  and  thumb,  after 
which  we  made  our  calcined  cement  powder  into  moist 
balls  with  water,  proceeding  exactly  in  the  same  manner 
as  in  trying  the  quality  of  the  natural  water  cements. 
(See  Articles  4G  and  47.) 

(69).  All  our  experimental  balls  of  calcined  cement 
powder,  whether  natural  or  artificial,  were  marked  with 
Printers'  types,  whilst  in  a  soft  state,  before  they  heated 
and  set,  the  letters  and  numeral  figures  impressed  upon 
them,  showing  by  appropriate  abbreviations,  the  component 
parts  and  proportions  of  each  ingredient,  and  the  diy  of 
the  month  and  year,  when  they  were  made.  Without  this 
precaution  the  record  book  of  our  experiments,  which  was 
kept  in  the  form  of  a  journal  w  ould  have  been  of  little  use. 
The  types  necessary  for  marking  each  ball,  must  always  be 
arranged  beforehand,  and  used  without  delay,  because  the 
natural  cement  stones  of  England,  and  the  best  artificial 
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compounds  when  burned  in  a  common  tire-place  set  so 
quickly,  that  there  is  no  time  to  spare.  We  also  marked 
the  raw  mixtures  previously  to  burning  them,  when  several 
sorts  were  experimented  upon  at  the  same  time. 

(70)  As  all  our  experimental  balls  of  calcined  cement, 
with  some  few  exceptions  which  shall  be  noticed  hereafter, 
were  put  into  a  basin  of  water  soon  after  they  were  made 
and  marked,  those  which  failed  in  setting  permanently,  did 
so  under  various  circumstances.  Some  of  them  fell  to  pieces 
in  a  state  of  powder  at  the  bottom  of  the  basin,  without 
any  apparent  separation  of  the  lime,  or  action  upon  it  by 
the  water.  Others  fell  to  pieces  after  swelling  to  a  much 
greater  size.  Some  appeared  to  set  in  the  most  promising 
manner,  but  afterwards  cracked,  and  eventually  split  to 
pieces,  or  become  soft  throughout.  These  results  took 
place  almost  immediately  in  some  mixtures,  but  not  until 
after  several  days  or  even  weeks  in  others,  and  in  all 
cases,  films  of  lime  formed  at  the  surface  of  the  water,  un- 
less the  defective  mixtures  were  thrown  aw  ay  immediately. 
Some  mixtures  hardened  at  the  surface  only,  proving  soft 
inside  on  being  broken,  after  having  been  made  several 
weeks.  We  therefore  adopted  the  rule  of  breaking  all 
our  artificial  cement  balls  with  a  hammer  and  chisel,  in  a 
month  or  two  after  they  were  made,  and  if  we  did  not  then 
find  the  inside  of  a  stony  hardness,  we  considered  the  cement 
an  imperfect  one. 

In  order  to  obtain  this  result  of  perfect  hardness 
throughout,  it  is  however  absolutely  necessary  that  the 
experimental  balls  of  calcined  cement  shall  not  exceed  one 
inch  in  diameter,  because  as  was  before  observed  (57),  the 
induration  of  the  central  parts  of  larger  masses  of  cement 
is  tardy,  and  analogous  to  the  gradual  induration  of  com- 
mon mortar. 

THAT  ON  REPEATING  THE  SAME  EXPERIMENTS  IN  1836, 
IT  WAS  FOUND  MOST  CONVENIENT  NOT  TO  USE  CRUClBLEs'. 

(71)  Having  presented  numerous  specimens  of  the 
artificial  cements  made  by  me  in  1829  and  1830,  to  the  Royal 
Institution,  to  the  Institution  of  Civil  Engineers,  and  to 
some  other  Scientific  Societies,  without  keeping  duplicates 
of  all,  I  was  induced  at  the  beginning  of  the  present  year 
to  repeat  most  of  those  experiments,  not  only  to  obtain  new 
specimens  of  those  that  were  deficient,  but  to  verity  gene- 
rally the  most  important  results;  and  having  in  these  more 
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recent  experiments  dispensed  witli  crucibles,  in  all  those 
mixtures  which  were  ol  a  plastic  nature,  and  therefore  not 
liable  to  crumble  to  pieces  in  the  fire,  which  I  had  seldom 
done  in  lormer  years;  1  consider  this  upon  the  whole  to 
be  not  only  the  most  economical  l)ut  the  best  mode  of  proce- 
edinir,  and  I  therefore  recommend  it  to  any  of  my  readers, 
who  may  be  disposed  to  try  similar  experiments  In  usinij: 
this  metiiod  it  is  best  to  make  up  the  raw  cement  mixtures 
into  balls  of  about  two  inches  and  a  half  in  diameter,  with 
a  moderate  quantity  of  water.  If  they  should  split  a  little 
in  the  fire  which  sometimes  happens,  it  is  of  no  importance; 
and  if  the  surface  should  be  blackened  with  smoke,  let  it 
be  scraped  off  before  the  ball  is  pounded,  and  no  harm 
will  be  done,  but  this  circumstance  only  occurs  in  a  dull  fire, 
which  ought  not  to  be  used.* 

OF  THE  INGREDIENTS  WHICH  MERE  USED  IN  OUR   EXPERI- 
MENTs. 

(72)  The  ingredients  used  in  our  experiments  were  as 
follows. 

First,  Carbonate  of  Lime.  For  this,  which  is  the  most 
important  ingredient  in  all  water  cements,  whether  natural 
or  artificial,  we   used  pounded  chalk. 

Secondly,  Silica.  For  this  we  used  pounded  flints, 
previously  heating  them  red  hot  and  then  quenching  them 
in  water,  according  to  the  custom  of  porcelain  manufac- 
turers, without  which  they  cannot  conveniently  be  pulverized. 

Thirdly,  Fare  Alumina.  This  was  partly  purchased  in 
London,  and  partly  made  for  us  by  a  chemist  in  this  neigh- 
bourhood.f 

Fourthly,  Silica  and  Alumina.  For  this  compound 
we  sometimes  used  Dorsetshire  pipe  clay,  the  purest 
natural  combination  ol  these  two  ingredients  ;  sometimes  a 
mixture  of  pounded  flints  and  pure  alumina. 

Fijthly,  The  Protoxide  of  Iron.  For  this  we  used 
the  scales  struck  off  from  their  iron  by  the  anchorsmiths  in 
His  .Majesty's  Dock-yard  at  this  place,  which  we  reduced 
to  fine  powder  by  pounding  them  in  a  mortar. 

•  Rather  more  care  is  necessary  in  baming  the  natural  cement  stones 
or  any  other  hard  stones  without  crucibles  than  with  them,  owmg  to  the 
tendency  of  these  stones  to  burst  into  small  pieces  in  the  fire;  but  this  is 
easily  prevented  after  a  little  practice  in  such  experiments.  (See  Article 45.) 

t  Mr.  Tatuni  of  Rochester,  who  informs  me  that  for  this  purpose  he  dis- 
solved a  quantity  of  alum  or  sulphate  of  alumina  in  distilled  water,  and  added 
subcarbonate  of  soda  to  the  solution  until  the  acid  was  neutralized,  after 
which  he  obtained  the  pure  alumina  by  repeatedly  washing  and  then  drying 
the  precipitate  with  beat. 
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Sixthly,  The  other  Metallic  Oxides,  Carbonates,  i)C. 
We  purchased  the  peroxide  ot  iron  and  the  other 
metallic  oxides,  as  well  as  the  calcined  magnesia  and  the 
carbonates  of  magnesia,  soda,  potassa,  &c,  used  in  our 
experiments  in  the  state  in  which  they  are  usually  sold  by 
the  chemists,  and  of  the  best  quality. 

Not  only  the  clays  as  before  mentioned  but  the  pure 
alumina,  and  the  carbonate  of  magnesia  were  measured 
moist.  The  pulverized  chalk,  the  other  carbonates  and  all 
the  metallic  oxides  were  measured  dry. 

OF  THE  MIXTURES,  WHICH  SUCCEEDED   OR  FAILED  IN 
MAKING  GOOD  ARTIFICIAL  CEMENTS, 

(73)  Carbonate  of  Lime  and  the  Metallic  Oxides. 
A  calcined  mixture  of  pounded  chalk  with  the  protoxide 
of  iron  generally  fell  to  pieces,  but  in  some  few  cases  it 
hardened  a  little  under  water,  but  never  so  as  to  form  a 
cement,  for  it  was  easily  broken  by  the  fingers,  and  always 
dirtied  the  hands.  A  mixture  of  pounded  chalk  with  the 
peroxide  of  iron  also  generally  fell  to  pieces,  but  occa- 
sionally formed  a  soft  mass  that  never  hardened  under  water. 
A  mixture  of  pounded  chalk  with  the  oxides  of  manga- 
nese would  neither  harden  nor  adhere  together,  but  always 
fell  to  pieces  under  water.* 

(74)  Carbonate  of  Lime  and  Silica.  This  mixture 
did  not  succeed  in  forming  a  water  cement,  above  once  in 
ten  trials  in  former  years,  but  it  succeeded  frequently  on 
repeating  the  same  experiment  in  the  present  year,  althouoh 
the  cement  formed  seldom  set  into  a  very  sound  substance 
under  water.  I  can  only  account  for  the  dift'erence  in  these 
results,  by  supposing  that  the  flints  formerly  used  may  have 
been  badly  pounded,  which  defect  is  sure  to  produce  failure 
or  imperfection  in  all  such  experiments,  but  which  I  know 
was  not  the  case  recently.  In  this  mixture,  the  chalk  and 
silica  previously  to  adding  the  water  being  both  in  the 
state  of  dry  powder,  it  was  most  convenient  to  determine 
their  properties  by  weight,  and  we  found  that  equal  weights 
of  these  two  ingredients  produced  the  most  satisfactory 
result.  On  afterwards  ascertaining  the  proportions  of  the 
same  quantity  of  each  ingredient  by  measure,  we  found 
that  it  was  nearly  equivalent  to  a  mixture  of  2  measures  of 

•  All  the  mixtures  mentioned  are  supposed  to  have  been  calcined  or 
properly  burned  in  the  fire  unless  the  word  raw  be  prefixed,  which  denotes 
an  unburned  mixture. 
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dry  chalk  powder  with  1  measure  of  flint-paste,  by  which  I 
mean  the  same  flint  powder  mixed  up  with  water  into  the 
consistency  of  moist  clay.* 

(75)  Carbonate  of  Lime  and  Alumina.  This  mixture 
always  succeeded  this  year  in  forminj^  a  water  cement,  of  a 
Mliite  or  ijrecnishcolour,butnot  ofa  very  hard  sound  nature; 
and  of  all  the  proportions  tried,  a  mixture  of  equal  mea- 
sures of  pulverized  chalk  and  of  alumina-paste  proved  the 
most  satisfactory. t  It  had  almost  always  failed  in  former 
years,  from  our  having  used  only  about  half  of  the  above 
proportion  of  alumina. 

(7G)  Carbonate  of  Lime  and  Carbonate  of  Magnesia. 
When  pulverized  chalk  and  the  moist  carbonate  of  ma^jnesia 
are  mixed  toijetherand  burned,  in  any  proportion  of  the  latter 
ingredient  not  containing  less  by  measure  than  one  half  of 
the  Ibrmer,  they  form  an  imperfect  cement  which  if  kept  a 
day  or  two  previously  to  immersion  w  ill  not  always  fall  to 
pieces  in  a  basin  of  water,  but  seldom  or  never  sets  well 
either  in  air  or  under  water.  On  using  a  greater  proportion 
of  magnesia,  by  cond3ining  equal  measures  of  chalk  powder 
and  of  magnesia  paste,  the  mixture  will  not  always  fall 
to  pieces  on  immediate  immersion,  and  it  even  sets  some- 
times into  a  very  sound  close  grained  cement. 

(77)  Upon  the  whole,  all  the  double  compounds 
formed,  by  mixing  the  carbonate  of  lime  with  one  other 
ingredient  only,  proved  rather  unsatisfactory,  as  the  two 
best  of  them,  namely  the  mixture  of  chalk  with  silica, 
and  the  mixture  of  chalk  with  alumina,  did  not  produce  a 
very  good  water  cement,  and  the  mixture  of  chalk  with 
magnesia  did  not  always  succeed,  whilst  the  others 
invariably  failed. 

(78)  Carbonate  of  Lime,  Silica,  and  Alumina.  Four 
measures  of  pounded  chalk,  I  measure  of  flint-paste,  and 
2  measures  of  alumina-paste,  being  a  compound  of  the  two 
mixtures  described  in  Articles  74  and  75,  always  succeeded 

•  Mr.  Frost,  whose  operations  were  l)efore  noticed  in  Article  4,  had 
actually  formed  an  artiticinl  stouc  of  this  mixture,  before  I  commenced  ray 
course  of  experiments. 

Dry  rhalk  powder  averages  in  weight  about  175  Troy  grains  per  cubic 
inch.  \\\\\\  10  cubic  inches  of  chalk  powder  mix  about  2J  cubic  inches  of 
water,  and  the  chalk  paste  thus  formed  will  occupy  only  about  5  cubic  inclies. 

Dry  flint  or  silica  powder  averages  about  2S0  grains  per  cubic  inch. 
With  10  cubic  inches  of  this  powder  mix  about  3.^  cubic  inches  of  water, and 
the  flint  paste  thus  formed  will  compress  into  about  1\  cubic  inches. 

t  Dry  alumina  powder  averages  about  80  grains  per  cubic  inch.  With 
10  inches  of  this  powder  mix  about  5  cubic  inches  of  water,  and  the  alumina 
paste  thus  formed  will  compress  into  about  G{  cubic  inches. 
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in  setting  under  water,  and  seemed  rather  better  than  either 
of  these  mixtures  singly.*  But  still  more  satisfactory 
results  were  obtained  from  a  mixture  of  pulverized  chalk 
and  pipe  clay,  and  the  best  proportion  for  uniting  these 
ingredients  appeared  to  be  5  measures  of  the  former 
to  2  of  the  latter,  the  chalk  being  measured  in  the  state 
of  powder,  and  the  pipe  clay  in  the  state  of  a  stiffish 
paste,  as  it  would  be  used  by  the  pipemaker. 

(79)  Carbonate  of  Lime,  Silica,  and  Alumina,  with 
the  Protoxide  of  Iron.  To  each  of  the  two  mixtures  de- 
scribed in  the  preceding  Article,  we  added  various  propor- 
tions of  iron  from  about  one  tenth  to  one  hundredth  part  of 
the  whole  compound,  all  of  which  proved  satisfactory,  but 
more  especially  the  latter,  that  is  the  mixture  of  5  measures 
of  chalk,  2  measures  of  pipe  clay  and  about  one  half  or 
one  third  part  of  a  measure  of  the  protoxide  of  iron, 
which  produced  excellent  water  cements  of  a  light  bluish 
grey  colour,  apparently  not  inferior  to  any  of  the  water 
cements  of  nature ;  but  in  consequence  of  the  peculiar 
hardness  of  those  mixtures  after  calcination,  we  found  that 
the  pounding  of  them  required  very  great  care  and  more 
than  usual  labour,  which  persons  when  first  employed  in 
such  experiments  are  sure  to  neglect,  and  w  hich  if  neglected, 
become  as  I  must  again  repeat,  a  certain  source  of  failure 
or  imperfection.f 

OF  THE  ESSENTIAL  COMPONENT  PARTS  OF  AN  ARTIFICIAL 
WATER  CEMENT.  THAT  THEY  MUST  BE  IN  THE  FINEST 
POSSIBLE  STATE  OF  IMPALPABLE  POWDER  OR  OF  PASTE. 

(80)  Knowing  that  the  natural  water  cements  are  chiefly 
composed  of  the  carbonate  of  lime,  silica,  alumina,  and  the 
oxides  of  iron,  I  had  now  by  working  synthetically  ^\'ith 
all  these  ingredients  obtained  an  artificial  water  cement 
apparently  no  less  perfect ;  and  it  appeared  that  next  to 
the  carbonate  of  lime  or  chalk,  which  is  indispensable,  silica 
and  alumina  were  the  most  important  ingredients;  for  these 
made  a  water  cement  without  the  iron,  whereas  the  iron  never 
succeeded  without  them,  notwithstanding  which,  it  was  of 
great  use,  since  it  caused  them  to  set  more  quickly  and  at 

*  From  the  nature  of  these  two  mixtures,  there  can  be  no  doubt,  that 
any  combination  of  the  two  will  form  a  water  cement,  though  I  only  tried 
them  in  the  proportion  stated,  which  implies  2  parts  of  chalk  with  an  equal 
weight  of  silica  powder,  and  2  parts  of  chalk  with  an  equal  measure  of 
alumina  paste,  all  mixed  together  with  water. 

t  I  found  that  my  assistants  if  left  to  themselves  always  failed  from  this 
cause,  in  producing  a  good  water  cement  with  the  hard  calcined  mixtures, 
even  after  they  had  become  expert  in  working  with  others  of  a  less  refrac- 
tory character.  E 
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the  same  time  communicated  to  them  a  superior  degree  of 
compactness  and  hardness. 

1  must  here  observe  most  decidedly,  that  no  artificial 
mixture  however  judicious  will  make  a  water  cement,  un- 
less the  solid  ingredients  be  reduced  to  the  state  of  impal- 
pable powder,  and  unless  the  moist  ones  also  be  in  the 
finest  possible  state,  previously  to  being  burned. 

EXPERIMENTS  CONTINUED. 

(81)  Carbonate  of  Lime,  Silica,  and  Alumina,  luith 
other  Metallic  Oxides.  We  next  tried  the  same  mixture 
of  chalk  and  pipe  clay  with  other  metallic  oxides.  The 
addition  of  the  peroxide  of  iron  occasionally  formed  a  good 
cement,  but  the  success  of  this  mixture  is  very  precari- 
ous. The  addition  of  the  oxides  of  manganese  or  of  red 
lead  always  formed  good  cements  with  the  same  ingredients. 

(82)  Carbonate  of  Lime,  Silica  and  Alumina,  with 
the  Carbonate  of  Magnesia.  On  mixing  5  measures  of 
pounded  chalk,  2  measures  of  pipe  clay,  and  from  1  to  5  mea- 
sures of  the  carbonate  of  magnesia  together,  they  formed  an 
excellent  artificial  w  a!cr  cement,  and  the  same  satisfactory 
result  was  obtained,  on  using  a  somewhat  smaller  pro- 
portion of  magnesia.  This  cement,  when  moderately 
burned,  was  of  a  handsome  white  colour,  but  when  burned 
rather  more  it  assumed  a  darkish  slate  colour  ;  and  we  ascer- 
tained by  some  recent  experiments,  that  it  was  equally  good 
in  both  those  states.  Hence  I  suspect  that  cement  a  little 
overburned  may  not  be  materially  injured,  provided  that  no 
part  of  it  is  vitrified;  but  in  former  years  having  always  thrown 
away  those  mixtures,  which  w ere  burned  to  a  darker  colour 
than  usual,  I  cannot  speak  witii  certainty  as  to  this  point. 

To  return  to  the  carbonate  of  magnesia,  it  thus  produces  as 
an  ingredient  in  a  water  cement,  the  same  favourable  effect 
as  the  protoxide  of  iron,  or  perhaps  it  may  be  pronounced 
superior  to  it  or  to  any  other  metallic  oxide,  inasmuch  as 
the  carbonate  of  magnesia  will  sometimes  combine  with  the 
carbonate  of  lime  alone  into  a  good  water  cement  (7G), 
which  none  of  the  metallic  oxides  arc  capable  of  effecting. 

(83)  Carbonate  of  Lime,  Silica,  Alumina,  and  the 
Metallic  Cxides,  as  obtained  by  a  mixture  of  Chalk  and 
the  Clays  of  nature- 
First,  Chalk  and  blue  Alluvial  Clay.  This  mix- 
ture of  pounded  chalk  and  of  blue  clay  from  the  Med  way, 
although  the  first  of  my  artificial  cement  mixtures,  which 
succeeded,   is  placed   here  amongst  the  quadruple  com- 
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pounds,  after  several  ot"  the  others.  T  need  scarcely  say 
that  the  chalk  supplies  the  carbonate  of  lime,  whilst  the  blue 
clay  furnishes  the  silica,  alumina  and  the  protoxide  of  iron. 

Havinof  tried  various  proportions  of  these  ingredients, 
I  tinally  adopted  5  measures  of  chalk  to  '2  measures  of  moist 
clay,  as  being  that  which  produced  a  cement  most  similar 
to  the  Sheppy  cement  in  its  qualities. 

Considering-  the  clay  as  unity,  the  chalk  thus  used  is  '2h 
times  the  measure  of  that  ingredient.  Three  measures  of 
chalk  to  one  of  clay  will  also  make  a  water-settins:  cement, 
but  not  so  good  as  the  former  proportion.  A  greater  excess 
of  chalk  such  as  31,  4  or  5  to  1,  spoils  the  mixture  as  a 
water-cement,  but  converts  it  into  a  water-lime.  A  smaller 
proportion  of  chalk  on  the  contrary  such  as  2  to  J,  makes 
a  very  good  water  cement,  and  even  H  measure  of  chalk  to 
1  of  clay  makes  a  good  cement,  but  one  that  sets  \nth 
moderate  heat  and  very  slowly,  for  according  as  the  pro- 
portion of  chalk  is  diminished,  the  heat  in  setting  is 
diminished  also,  whilst  the  period  required  for  this  process 
is  prolonged. 

The  artificial  cement  balls  formed  of  chalk  and  blue 
clay  are  of  a  lightish  brown  colour,  but  when  put  into  a 
basin  of  water,  the  lower  surface  if  in  close  contact  with 
tlic  basin  is  sometimes  green,  and  on  breaking  one  of  these 
balls  the  inside  also  is  sometimes  green,  but  after  the  frac- 
tured part  has  been  exposed  to  air,  it  assumes  the  light 
brown  tint  of  the  original  surface. 

When  tested  by  the  oxalate  of  ammonia  in  the  manner 
explained  in  Article  52,  the  artificial  cement  made  with  2^ 
measures  of  chalk  and  1  of  blue  clay  appears  to  be  acted 
upon  by  water,  in  the  same  degree  nearly  as  the  Sheppy  or 
Harwich  cements. 

(84)  Secondly,  Chalk  and  the  brown  alluvial  Clay  or 
surface  Clay  of  Rivers. 

The  alluvial  clay,  which  abounds  in  estuaries  near 
the  mouths  of  rivers,  consists  of  soil  washed  away  from  the 
upper  country  after  rains,  which  being  then  held  in  suspen- 
sion in  the  stream  according  to  the  chemical  phrase,  is 
deposited  on  the  beds  of  those  rivers,  near  the  sea,  where  the 
current  is  usually  more  moderate.  In  its  original  state  it  is 
of  the  natural  brovMi  or  reddish  brown  colour  of  the  soil, 
and  the  surface  or  upper  part  of  it,  which  is  exposed  to  the 
air  at  low  water,  always  retains  the  same  colour,  for  about 
an  inch  in  depth,  but  the  remainder  of  it,  which  is  inacces- 
.sible  to  free  air,  acquires  a  dark  blue  colour  approaching  to 

E  2 
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blackness.     Thus  the  ^reat  mass  of  alluvial  clay  is  blue, 
whilst  the  surface  only  is  brown.* 

Having  tried  a  mixture  of  pounded  chalk  and  of  the 
brown  alluvial  clay  or  surface  clay  of  the  Medway,  it  made 
apparently  an  excellent  cement,  which  set  under  water 
immediately,  but  after  a  few  days,  it  bej,'an  to  crack  at  the 
surface,  and  eventually  fell  to  pieces  in  about  a  week. 

THAT  BLUE  CLAY,  OR  ALLUVIAL  CLAY  FRESH  FROM  A  RIVER, 
IS  AN  EXCELLENT  INGREDIENT  FOR  A  WATER  CEMENT, 
BUT  THAT  IT  LOSES  THIS  PROPERTY,  IF  KEPT  UNTIL  IT 
BECOMES  STALE. 

(85)  Chalk  and  stale  Alluvial  Clay.  The  blue  alluvial 
clay,  treated  of  in  the  preceding  Article,  when  taken  out  of 
a  river  and  exposed  to  air,  loses  its  dark  blue  colour,  w  hich 
such  exposure  gradually  changes  to  the  same  light  brown 
tint,  that  distinguishes  the  surface  clay,  after  which  it  also 
loses  its  powerful  cement  properties,  and  may  then  be 
termed  stale,  in  contradistinction  to  its  original  state  of 
fresh  alluvial  clay. 

Wishing  to  ascertain  how  much  of  this  clay  consisted 
of  solid  matter,  I  weighed  it  repeatedly  when  fresh  from  the 
river,  and  finding  that  its  average  weight  was  87  lbs.  per 
cubic  foot,  I  dried  it  carefully  on  iron  plates  without  burn- 
ing it,  and  ascertained  that  it  lost  eleven  twentieth  parts  of 
its  weight  nearly ;  so  that  more  than  one  half  of  the  blue 
clay  of  the  Medway  must  consist  of  fluid  or  volatile 
matter.  The  very  offensive  smell  emitted  during  the  pro- 
cess of  drying  it,  led  me  to  suppose  that  fresh  alluvial 
clay  must  contain  a  much  greater  quantity  of  hydrogen  gas, 
than  I  had  before  suspected,  which  proved  to  be  the  case  in  an 
experiment  afterwards  tried  by  me,  in  which  I  was  kindly 
assisted  by  Mr.  Griflith,t  and  I  believe  that  the  escape 
of  this  gas,  which  is  of  course  facilitated  by  exposure  to  air,  is 
the  chief  cause  of  the  change  of  colour  from  blue  to  brown, 
during  Uie  transition  of  the  alluvial    clay  from  fresh  to 

•  The  same  effect  is  observable  in  drains  after  violent  rains.  The  fluid 
mud  washed  away  from  the  roads  is  of  a  brown  colour,  whilst  running 
in  putters  exposed  to  air,  but  after  falling  into  covered  drains,  where  it  Is 
no  longer  accessible  to  the  free  action  of  the  atmosphere,  it  acquires  the 
tamo  dark  blue  colour  belonging  to  alluvial  clay,  as  may  be  observed  from 
time  to  time  when  tue  sesspools  of  such  drains  are  cleared  out. 

t  W  ho  had  formerly  been  the  assistant  of  Ur.  F'araday,  in  the  Chemical 
Department  nf  the  Royal  Institution,  and  was  then  delivering  a  Course  of 
Lectures  on  Chemistry  at  the  Philosophical  and  Literary  Institution  of 
Chatham  and  Rochester.  Mr.  Gritnth's  Report  on  the  blue  clay  of  the  Med- 
way is  annexed  in  the  Appendix. 
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stale,  which  robs  it  of  its  cement  properties.  But  as  this 
chanq^e  is  iiradual,  it  is  proper  to  exphxin  under  what  cir- 
cumstances it  takes  place,  and  how  one  may  judge  whether 
its  irtjurious  effects  have  come  into  full  operation. 

(iHi)  When  blue  clay  fresh  from  the  river  is  mixed  with 
chalk  and  made  up  either  into  balls  for  burning  in  the  fire,  or 
into  larger  lumps  or  cubes  for  burning  in  a  kiln,  the  colour 
of  the  clay  predominates  so  much  over  that  of  the  chalk, 
that  these  balls  or  lumps  are  still  of  a  darkish  blue  or  slate 
colour,  but  the  air  very  soon  changes  the  outside  of  the 
mixture  to  alight  drab  or  dirty  white  colour ;  and  by  degrees 
this  change  extends  from  the  surface  inwards,  until  it  takes 
place  throughout  the  whole  mass,  which  it  does  sooner  or 
later  in  proportion  to  the  smaller  or  greater  size  of  the  ball 
or  lump,  and  at  tl)is  period  of  total  change  of  colour,  the 
mixture  will  have  entirely  lost  its  powerful  cement  proper- 
ties. In  small  experimental  balls  of  about  an  inch 
in  diameter,  exposure  to  air  for  about  24  hours  only  in  a 
dry  room,  previously  to  burning,  will  injure  the  mixture,  and 
48  hours  will  spoil  it ;  w  hereas  in  balls  or  cubes  of  about 
2^  inches  diameter  or  side,  exposure  to  air  for  ten  or 
twelve  days  will  not  materially  injure  it. 

As  a  change  of  colour  at  or  near  the  surface  only  is 
of  little  importance,  if  you  break  one  of  the  balls  or  lumps 
of  this  mixture  prepared  for  burning,  and  examine  the 
colour  of  the  inside,  you  may  always  judge,  whether  it  still 
retains  or  has  lost  its  power  of  forming  a  good  water  cement. 
(87)  Chalk,  stale  Alluvial  Clay  and  Coal  Dust,  or 
other  Combustible  Material. 

It  having  been  suggested  to  meby  anemiment  Chemist, 
to  whom  I  mentioned  the  success  of  the  fresh  and  the 
failure  of  the  stale  alluvial  clay,  that  it  probably  was  occa- 
sioned by  the  iron  in  the  clay  having  gradually  changed 
from  the  state  of  protoxide  to  that  of  peroxide,*  and  that 
the  addition  of  pulverized  charcoal  or  coal  dust,  to  the  raw 
cement  mixture  injured  by  air,  might  by  promoting  a  con- 
trary change  in  the  iron  during  the  process  of  calcination, 
correct  this  defect;  I  proceeded  according  to  his  advice, 
after  having  mixed  chalk  and  stale  alluvial  clay  together  in 
the  usual  proportion,  to  add  various  proportions  of  charcoal 
powder  and  coal  dust,  and  when  the  latter  was  not  less  than 
one  fifteenth  part  by  measure  of  the  whole  compound,  it 
generally  produced  the  favourable  effect  anticipated  by  the 

•  This  was  long  before  the  presence  of  hydrogen  gas,  in  any  consider- 
able quantity,  as  a  component  part  of  the  blue  clay  \)^as  suspected  by  Oic 
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distinguished  individual  alluded  to,  and  1  found  that  the 
same  result  was  oljtained  by  add  inn  any  other  combustible 
matter,  such  as  rosin,  soot,  sawdust,  or  oils  and  tars  of 
various  sorts,  to  the  raw  mixture  of  chalk  and  stale 
alluvial  clay. 

(88)  Chalk,  stale  alluvial  Clay,  ami  the  Protoxide  of 
Iron.  Chalk,  stale  alluvial  Claij,  and  the  Carbonate 
of  Magnesia. 

On  adding  the  protoxide  of  iron,  or  the  carbonate 
of  magnesia  to  the  raw  cement  mixture  of  chalk  and  stale 
alluvial  clay,  these  ingredients  also  improved  the  mixture, 
and  appeared  to  restore  its  original  virtue  to  the  clay. 

(89)  Chalk,  blueor  fresh  alluvial  Clay  and  Coal  Dust. 
Under  an  impression,  that  blue  alluvial  clay  was  the  best 
ingredient  that  could  be  used  for  formins:  an  artiticial  w  ater 
cement,  in  combination  with  chalk,  and  having  ascertained 
that  when  this  mixture  became  stale  and  gradually  lost  its 
virtue,  it  might  be  restored  by  remixing  it  with  some  of  the 
substances  mentioned  in  the  two  preceding  Articles,  it 
appeared  desirable  to  ascertain  whether  any  of  those  ingre- 
dients would  act  as  a  preventive  to  the  same  evil,  which 
by  saving  the  necessity  of  a  second  mixing,  would  obviously 
be  better  than  to  allow  the  raw  cement  to  spoil  first,  and  to 
cure  it  afterwards.  But  it  seemed  evident  tliat  iron 
would  be  of  no  use  as  a  preventive,  because  the  same 
exposure  to  air,  which  injured  the  alluvial  clay  would 
also  spoil  the  iron,  by  changing  it  from  the  protoxide 
into  the  peroxide;  and  most  of  the  other  substances, 
especially  the  carbonate  of  magnesia,  were  too  expensive. 
It  tlierefore  occurred  to  me,  that  a  proportion  of  tine  coal 
dust,  if  mixed  with  the  proper  proportions  of  chalk  and  of 
blue  clay  in  the  lirst  instance,  althouiih  it  would  not  prevent 
the  clay  Irom  being  injured  by  exposure  to  air,  yet  that  it 
would,  during  the  process  of  calcination,  remedy  this  evil, 
and  produce  as  good  cement,  as  if  the  clay  had  not  been 
allowed  to  become  stale  ;  and  it  also  seemed  probable,  tliat 
the  proportion  of  coal  dust  used  in  the  original  raw  cement 
mixture  might  not  be  altogether  wasted,  but  might  assist  in 
the  burning  of  the  cement.  Under  these  impressions,  I  was 
of  opinion  for  more  than  a  year,  during  the  course  of  my 
crucible  experiments,  that  the  best  artificial  cement  mixture 
consisted  of  5  measures  of  pounded  chalk,  '2  of  blue  clay, 
and  half  a  measure  of  coal  dust,  and  in  w  orking  on  a  greater 
scale  I  frequently  adopted  these  proportions  ;  buf  after- 
wards, on  allowini:  a   mixture  of  this  kind   to  drv  for  a 
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year,  we  found  that  the  air  had  spoiled  it  also,  and  that  it 
required  an  additional  proportion  of  coal  dust,  much  greater 
tlian  the  first,  to  restore  ttie  mixture  thus  deteriorated  ;  so 
that  in  this  case,  the  coals  mixed  with  the  chalk  and  clay  at 
two  successive  periods,  together  with  the  coals  required  in 
burning  the  mixture,  more  than  doubled  the  expenditure  of 
coals,  that  would  have  sufficed  for  the  latter  purpose,  if  the 
mixture  of  chalk  and  blue  clay  alone  had  been  put  into 
the  fire  soon  after  it  was  first  made  up,  without  allowing 
time  for  the  air  to  spoil  it. 

(90)  Chalk  and  washed  alluvial  Claij.  It  occurred  to 
me  at  one  time  that  the  mixture  of  chalk  and  blue  clay,  if 
washed  repeatedly  by  stirring  it  up  with  a  great  excess  of 
water,  and  then  allowing  the  mixture  to  subside  to  the 
bottom,  and  draining  off  the  clear  liquor  from  the  top,  might 
thereby  be  greatly  improved  and  yield  a  better  cement  after 
calcination.  This  process  however  produced  the  same 
injurious  effect  upon  the  clay  as  exposure  to  air,  and  I 
believe  in  both  cases,  that  it  results  not  only  from  a  change 
in  the  state  of  oxidation  of  the  iron  in  the  clay,  as  stated 
in  one  of  the  preceding  articles  (87),  but  also  from  the 
escape  of  the  hydrogen  gas  contained  in  the  clay  being 
facilitated  by  its  difl'usion  through  a  great  quantity  of  water, 
during  the  process  of  washing,  which  causes  the  same 
quantity  of  fresh  alluvial  clay  to  become  stale,  much 
sooner  than  exposure  to  air  alone  would  do  (85). 

(91)  Chalk  and  brown  Pit  Clay. 

By  the  term  Pit  Clay,  in  contradistinction  to  the 
Alluvial  Clay  of  rivers  or  lakes,  I  mean  clay  dug  out  of 
the  ground,  not  including  the  surface,  which  even  when  free 
from  vegetation  is  never  used  for  pottery  or  brick-making. 

It  was  before  mentioned,  that  our  first  efforts  to  make  a 
w  ater  cement  by  a  mixture  of  chalk  with  an  excellent  brown 
brick  loam  entirely  failed  (1),  whilst  the  mixture  of  chalk 
and  of  blue  alluvial  clay  succeeded  (2).  On  endeavour- 
ing to  analyze  those  earths,  but  without  reference  to  the 
quantity  of  gas  that  might  be  contained  in  either,  to  which 
I  did  not  turn  my  attention  till  long  afterwards,  I  found 
that  they  both  contained  silica,  alumina  and  the  oxide  of 
iron ;  and  the  only  apparent  difference,  which  I  could  at 
tiiat  time  discover,  was  after  repeated  washings,  when  I 
found  that  the  blue  clay  contained  a  very  small  portion  of 
fine  white  sand,  whereas  the  brown  clay  contained  a  con- 
siderable proportion  of  coarse  gritty  sand.  I  therefore 
pounded  the  brown  clay  in  a  mortar,  until  I  made  it  as  fine 
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as  the  blue,  after  which,  on  mixinfr  it  with  pulverized  chalk, 
it  formed  a  good  cement.  The  same  result  occurred,  on 
separating  the  coarse  sand  from  the  brown  loam  ^vithout 
pounding  it.  Thus  an  important  rule  in  artificial  cement- 
making  came  to  light,  that  only  the  finest  clays  of  nature 
are  fit  for  that  purpose,  agreeably  to  the  principle,  that 
various  substances  are  capable  of  chemical  combination, 
when  reduced  to  an  impalpable  powder,  but  in  no  other 
state. 

(9*2)  On  experimenting  afterwards  w  ith  other  brown  or 
reddish  brown  clays  of  a  sufiiciently  fine  quality,  from  the 
high  ground  betw een  Upnor  and  lloo,  they  all  formed  good 
w  ater  cements,  with  chalk,  in  the  usual  proportion  of  5  mea- 
sures of  the  latter  to  two  ot  the  former,  and  these  pit  clays 
have  the  advantage  of  not  losing  their  cement  properties  by 
exposure  to  air  so  soon  eis  the  alluvial  clay,  for  whilst  a 
month  or  six  weeks  will  ruin  the  raw  cement  cubes  made 
of  the  latter,  it  may  require  two  or  three  times  as  long  to 
ruin  the  former.  Indeed  the  fine  brow  n  clays  are  so  much 
less  liable  to  injury  from  this  cause,  that  I  entertained  great 
doubts  whether  the  air  aflfected  them  at  all,  until  I  found 
that  the  same  mixture  of  chalk  and  of  fine  brown  pit  clay, 
from  which  1  had  made  a  considerable  quantity  of  excellent 
cement,  entirely  failed  seven  months  afterwards,  on  my 
burning  some  cubes  of  the  same  mixture,  which  I  had  pre- 
served for  this  purpose.  In  one  respect  the  brown  clay 
cement  mixtures  are  much  inferior  to  the  blue,  inasmuch 
as  the  former  burn  into  a  much  harder  substance  and  require 
more  labour  in  pulverizing  them  afterwards  than  the  latter, 
which  is  a  very  great  disadvantage  both  in  a  natural  and  in 
an  artificial  cement. 

There  being  no  blue  pit  clays  in  the  neighbourhood  of 
Chatham,  though  they  abound  in  other  parts  of  England,  I 
have  not  tried  any  of  them,  but  I  have  no  doubt  of  their 
efficiency  ;  and  upon  the  whole  it  appears  to  me,  that  any 
fine  clay,  whether  alluvial  or  not,  will  make  an  excellent 
water  cement  in  combination  with  chalk,  provided  that  it 
shall  not  have  been  subject  to  the  free  action  of  the  atmo- 
sphere, either  from  its  original  position  being  at  the  surface, 
or  from  subsequent  exposure. 

(93)  Chalk  and  Tile  Dust.  Tiles  being  usually  made 
of  the  fine  brown  pit  clay,  which  I  found  to  be  a  good 
ingredient  for  an  artificial  cement,  I  tried  various  propor- 
tions of  pounded  chalk  and  pounded  tile  dust,  mixed  toge- 
ther with  water  and  then  burned  in  a  crucible  in  the  usual 
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manner,  all  of  which  failed  with  only  one  exception,  being 
greasy  to  the  touch  and  either  going  to  pieces  or  not  setting 
under  water. 

(94)  Chalk  and  Slate  Dust.  As  roofing  slate  accord- 
ing to  the  Mineralogists,  is  merely  clay  in  a  hardened  state, 
both  containing  the  same  component  parts,*  1  tried  various 
proportions  of  chalk  and  of  pulverized  slate,  treated  as  in 
the  preceding  Article,  which  formed  an  imperfect  cement, 
that  after  being  kept  under  water  for  some  weeks,  crumbled 
to  pieces  on  being  taken  out. 

(95)  Chalk  and  Fullers  Earth.  The  same  reason 
induced  me  to  try  the  Fuller's  earth  of  Reigate,  which  is 
reported  also  by  the  Mineralogists  to  consist  of  the  same 
component  parts  as  slate  nearly. i-  But  the  mixture  of  chalk 
with  this  earth  entirely  failed. 

Hence  as  slates,  which  are  without  plasticity,  and  tiles, 
which  have  lost  that  property  in  the  fire,  always  failed, 
whilst  the  component  parts  of  the  same  substances,  namely 
silica,  alumina  and  oxide  of  iron,  as  contained  in  the  clays 
of  nature  always  succeeded,  in  forming  an  artificial  cement 
in  combination  with  chalk ;  I  inferred  that  plasticity  is 
essential  to  an  artificial  cement,  especially  as  the  want  of 
this  property  seemed  also  to  be  the  chief  cause  of  the 
failure  of  the  Fuller's  earth,  which  when  made  up  into  a 
form  with  water  is  not  plastic,  but  splits  in  drying  in  the 
air,  and  when  burned  in  the  fire  with  every  precaution, 
instead  of  forming  a  sound  brick,  breaks  into  a  number 
of  small  fragments  in  the  state  of  porous  unsound  slag  or 
scoriae.  But  on  washing  the  Fuller's  earth  repeatedly,  in 
order  to  get  rid  of  the  small  portion  of  salt,  also  said  to  form  a 
part  of  that  substance,  we  found  that  it  became  more  plas- 
tic, and  in  this  state  it  frequently  succeeded  in  forming  a 
water  cement,  but  inferior  to  that  of  the  plastic  clays. :J:  The 
same  cause  may  perhaps  account  for  the  superiority  of 
pipe  clay,  which  possesses  great  plasticity,  over  the  mixture 
of  pounded  flints  and  prepared  alumina,  which  had  none. 

•  According  to  Kirwan  it  contains  silica  3S,  alumina  2G,  magnesia  8, 
lime  4,  and  peroxide  of  iron  14  parts  in  100.     See  Jameson's  Mineralogy. 

t  According  to  Klaprotli,itcontainssilica  53,  alumina  10,  magnesia  1"2.5, 
lime  O'o,  muriate  of  soda  0-1,  potassa  a  trace  of,  oxide  of  iron  9'75,  and 
water  24  parts  in  100.     See  also  Jameson's  Mineralogy. 

i  This  experiment  proves  the  utility  of  the  common  practice  of  passing 
the  earths  uspd  in  brick-making  through  the  wash-mill.  The  blue  clay  of  the 
Medway  burns  into  a  hard  sound  brick,  but  it  is  too  fine  or  as  brickmakers 
term  it  too  strong,  for  the  common  parposes  of  brickniaking,  for  which  they 
prefer  a  milder,  that  is  a  coarser  clay. 
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THAT  HARD  LIME  STONE,  IF  USED  AS  AN  INGREDIENT  FOR 
A  '.VATER  CEMENT,  MUST  BE  BURNED  TWICE,  FIRST  IN 
ITS  NATURAL  STATE,  AND  AFTERWARDS  SLAKED  AND 
MIXED   WITH   CLAY. 

(9(3)  The  only  very  solt  lime  stones  that  I  am  ac- 
quainted with  are  chalk  and  a  yellow  may;nesian  lime  stone, 
of  which  I  procured  a  specimen  from  the  Geological 
Society,  and  which  appeared  rather  softer  than  chalk.  In 
preparing  these  as  ingredients  for  an  artificial  cement,  the 
obvious  mode  of  proceeding  is  to  grind  them  into  fine 
powder ;  but  if  we  suppose  it  necessary  to  make  an  artifi- 
cial cement  in  some  country,  where  none  but  hard  lime 
stones  are  to  be  procured,  which  1  believe  must  have  been 
the  case  in  those  districts  of  France  where  M.  Vicat  was 
employed,  the  grinding  becomes  such  a  troublesome  and 
expensive  process,  that  the  simplest  mode  is  first  to  burn 
those  hard  limestones  and  slake  them,  in  order  to  reduce  them 
to  a  more  tractable  form,  and  then  to  mix  them  with  clay  and 
burn  them  a  second  time,  to  obtain  the  artificial  cement 
desired.  This  was  the  system  adopted  by  M.  Vicat,  no 
doubt  from  necessity,  and  which  1  thought  it  desirable  to 
enter  into,  as  a  part  of  my  own  experiments,  although  I 
should  certainly  not  recommend  it  in  this  country,  in  w  Inch 
good  water  limes  are  too  common,  to  render  it  worth  w  hile 
to  make  artificial  ones,  by  the  process  indicated  in  Article 
83,  and  too  valuable  to  use  them  as  ingredients  for  an 
artificial  w  ater-cement,  which  may  be  obtained  equally  good 
and  much  more  economically  by  the  simpler  method  ex- 
plained in  the  same  Article. 

In  order  to  ascertain  the  best  mode  of  forming  an 
artificial  cement,  with  any  hard  stone  consisting  of  pure 
carbonate  of  lime,  such  as  white  marble,  and  clay,  we 
used  the  quicklime  of  chalk  w  Inch  is  the  same  as  the  quick- 
lime of  white  marble  ;  but  as  chalk  broken  into  irregular 
lumps  could  not  be  measured  \\'\i\\  any  degree  of  accuracy, 
\\c  had  recourse  to  weight,  for  determining  the  proper  pro- 
portions of  the  lime  and  clay  in  the  peculiar  experiments 
now  under  consideration. 

After  due  investigation,  we  found  that  any  given  weight 
of  well  burned  chalk  lime,  and  consequently  ol  any  other 
pure  ([uicklime  fresh  from  the  kiln,  combined  with  twice  its 
own  weight  of  blue  clay  fresh  from  the  river  will  form  an 
excellent  water  cement,  observing  however,  that  the  quick- 
lime after  being  weighed  must  be  slaked  with  excess  of 
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water  into  a  thinnish  paste,  and  allowed  to  remain  in  that 
state  about  24  hours,  before  it  is  mixed  with  the  clay. 
These  proportions  by  weight  are  as  nearly  as  possible  equi- 
valent to  a  mixture  of  5  measures  of  chalk  powder  to  2^ 
measures  of  blue  clay,  absolute  identity  of  proportion  not 
being  necessary,  as  was  explained  in  Article  83,  and  it 
being  always  desirable,  to  avoid  fractions,  whether  measure 
or  weight  be  used  for  proportioning  the  ingredients  of  an 
artificial  cement,* 

(97)  The  slaked  Water  Limes,  or  slaked  Hydraulic 
Limes,  and  Clay. 

To  make  a  water  cement,  by  a  mixture  of  the  slaked 
water-limes  and  clay,  the  same  process  must  be  fol- 
lowed, by  burning  the  lime  first,  weighing  it  in  the  state  of 
quicklime  fresh  from  the  kiln,  slaking  it  with  excess  of 
water  for  24  hours,  and  then  mixing  it  with  blue  clay  fresh 
from  the  river. 

But  in  respect  to  the  proper  proportional  weights,  as  all 
the  water  limes  contain  a  certain  proportion  of  clay  in  their 
composition,  whilst  the  pure  limes  contain  none,  a  given 
weight  of  the  former  when  burned  into  quick  lime,  must 
not  be  mixed  with  double  its  own  weight  of  blue  clay,  \^  hich 
is  proper  in  working  with  chalk  or  other  pure  lime,  but 
with  a  smaller  proportion. 

Thus  for  example  we  found  that  any  given  weight  of  the 
blue  lias  quicklime,  when  mixed  with  an  equal  weight  of 
blue  clay,  the  former  fresh  from  the  kiln,  the  latter  fresh 
from  the  river  made  a  good  water  cement. 

To  produce  the  same  elFect,  with  other  hydraulic  limes, 
each  of  these  respectively  must  be  mixed  with  a  difierent 
proportion  of  clay,  according  to  its  own  peculiar  quality. 
Thus  for  example,  a  given  weight  of  Dorking  lime  fresh 
from  the  kiln  would  require  more  than  its  own  weight,  but 
less  than  tw  ice  its  own  weight,  of  blue  clay,  to  make  a  good 
water  cement,  this  lime  being  in  an  intermediate  state 
between  the  blue  lias  lime,  to  which  the  former,  and  chalk 
lime,  to  which  the  latter  of  those  proportions  is  suitable. 

(98)  Lime  and  Clay  burned  separately.  Having 
burned  chalk  lime  and  clay  separately,  and  mixed  them 
together  into  balls  with  water,  after  previously  pounding 
them,  I  never  could  succeed  in  obtaining  a  good  artificial 
cement  by  this  method,  as  the  balls  always  went  to  pieces 
on  immediate  immersion. 

•  5  JO  grains  of  quicklime  are  the  produce  of  1600  grains  of  dry  chalk 
which  in  tiie  state  of  powder  will  fill  5  measures,  of  which  1110  grains  of 
blue  clay,  being  double  of  the  first  named  weight,  will  fill  2 J. 
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Yet  as  the  expedient  of  mixing  pounded  tile  dust  witli 
lime,  has  been  used  in  the  Mediterranean  for  the  lining  of 
cisterns,  whenever  puzzolana  couUl  not  be  procured,  even 
since  the  time  of  the  Romans,  1  have  no  doubt,  that  the 
mixture  of  slaked  quicklime  and  of  calcined  clay,  which 
has  been  adopted  and  strongly  recommended  by  General 
Treussart  in  France  may  be  very  useful  for  many  purposes 
in  Hydraulic  Arcliitecture,  although  much  inferior  not  only 
to  the  natural,  but  to  most  of  the  artificial  cements  pro- 
duced in  the  course  of  my  experiments. 

(99)  Of  the  addilioual  substances  by  which  the  best 
natural  Water  Cements  may  be  spoiled. 

It  having  occurred  to  me,  that  it  might  be  desirable  to 
ascertain,  what  ingredients  would  injure  or  ruin  the  best 
natural  cements,  as  it  appeared  probable  that  the  same 
might  produce  a  like  unfavourable  ctVect  upon  artiUcial 
mixtures  used  as  substitutes  for  them,  the  following  expe- 
riments were  tried. 

Sheppy  Cement  mixed  tcith  Charcoal  or  Linseed  Oil. 

Having  pulverized  the  Sheppy  cement  and  mixed  it  up 
into  balls  with  a  proportion  of  pounded  charcoal  or  of  lin- 
seed oil,  these  ingredients  did  it  no  injury.  In  fact  as  they 
were  burned  out  during  calcination,  they  only  served  as 
fewel  to  promote  this  process. 

(100)  Cut  we  found  that  oil  or  grease  of  any  kind  has  a 
most  injurious  effect  on  cement  powder,  if  mixed  with  it,  not 
before,  but  after  it  has  been  burned ;  for  they  converted 
it  into  a  pulpy  mass,  that  would  not  set  at  all. 

Having  mixed  the  calcined  Sheppy  cement  powder  with 
salt  water,  and  also  immersed  the  balls  thus  formed  in  salt 
water  soon  afterwards,  they  appeared  to  set  nearly  as  well 
as  if  fresh  water  had  been  used,  but  threw  out  a  much 
greater  efflorescence  from  the  surface. 

(101)   The  Sheppy  Cement  and  the  Carbonate  of  Polassa. 
The  Sheppy  Cement  and  the  Carbonate  of  Soda. 
The  Sheppy  Cement  and  the  Muriate  of  Soda. 

Having  pulverized  the  Sheppy  cement  stone,  and  mixe4» 
it  successively  with  the  above-mentioned  alkaline  salts  in 
various  proportions,  and  burned  each  mixture,  we  found 
that  the  cement  could  bear  a  proportion  of  nearly  one  third 
without  being  much  deteriorated,  but  not  more.  Hence  as 
salt  is  certainly  unfavourable,  I  would  never  mix  cement 
with  salt  water,  except  in  case  of  absolute  necessity. 

(102)  Chalk,  stale  Alluvial  Clay,  and  the  Alkaline 
Salts.  Before  I  became  aware  of  the  great  quantity  of 
Indrogcn  gas  contained  in  fresh  alluvial  clay,  having  as- 
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ccrtained  during  my  repeated  washings  of  the  blue  clay 
before  alluded  to  (90)  that  the  clear  water  drawn  off  con- 
tained no  iron,  but  was  impregnated  with  alkaline  matter, 
I  was  induced  to  mix  well  washed  and  consequently  stale 
alluvial  clay  with  chalk  in  the  usual  proportion,  of  5  mea- 
sures of  the  latter  to  5  of  the  former,  adding  small  pro- 
portions of  the  carbonates  of  soda  and  of  potassa,  and  of  the 
muriate  of  soda,  all  of  which  appeared  at  first  to  produce 
a  most  favourable  effect,  but  eventually  failed. 

(103)  Chalk,  Pipe  Clay  and  the  Alkaline  Salts.  To 
pursue  the  same  investigation,  previously  to  the  failure  of 
the  last  mentioned  mixtures,  1  added  a  proportion  of  the 
same  alkaline  salts  to  the  usual  cement  mixture  of  5  parts 
of  chalk  and  2  of  pipe  clay,  and  all  of  them  yielded  artifi- 
cial cements  that  set  immediately  under  water  in  a  most 
promising  manner;  but  in  the  course  of  a  period,  not 
exceeding  from  six  to  ten  or  twelve  days,  most  of  them 
cracked  at  the  surface,  and  the  inside  of  them  proved  un- 
sound. Some  few,  especially  those  in  which  the  salt  was 
not  more  than  one  fiftieth  part  of  the  whole  compound 
remained  good,  and  proved  in  breaking  them  to  be  hard 
inside,  but  these  mixtures  are  too  precarious  to  be  depended 
upon. 

THAT  SALT  IS  VERY  PREJUDICIAL  TO  BRICK  EARTH. 

(104)  A  curious  circumstance  was  observed  in  the  ex- 
periments now  alluded  to.  Our  former  mixtures  of  chalk 
and  pipe  clay  had  always  burned  into  a  kind  of  brick  much 
harder  than  any  of  our  other  calcined  compounds.  The 
smallest  addition  of  the  muriate  of  soda  to  the  same  mix- 
ture completely  deprived  it  of  its  plasticity,  and  caused  it 
to  burn  into  a  soft  friable  mass,  capable  of  being  rubbed  to 
pieces  by  the  fingers. 

This  experiment  and  those  relating  to  Fuller's  earth  record- 
ed in  Article  95,  combine  in  proving,  how  very  injurious  a 
proportion  of  salt  must  be  to  the  earth  used  in  brickmaking. 
I  ( 105)  The  Sheppy  Cement  5^-  the  Carbonate  of  Magnesia. 
The  carbonate  of  magnesia  being  the  only  substance 
that  did  not  injure  the  Sheppy  cement,  when  mixed  with  it 
in  a  greater  proportion  than  one  third,  and  treated  as  in 
Articles  99  and  101,  we  increased  the  dose  of  magnesia  "^ra- 
dually,  and  finding  that  an  equal  quantity  of  magnesia  did 
not  injure  the  cement,  we  tried  two  measures  and  after- 
wards three  measures  of  magnesia  to  one  of  cement;  and 
even  this  great  excess  of  the  former  ingredient  did  not  de- 
prive the  latter  of  its  virtue  as  a  water  cement. 
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THAT  MAGNESIA  IS  A   WATER  CEMENT. 

(lOG)  From  this  unexpected  circumstance,  I  was  in- 
duced to  try  magnesia  alone,  unmixed  with  any  other 
substance,  and  havin?  burned  the  carbonate  of  magnesia, 
and  made  the  calcined  powder  into  a  ball  with  water,  it 
gave  out  no  perceptible  heat,  but  at  the  end  of  twelve  hours, 
when  it  had  become  hard,  I  put  it  into  a  basin  of  water 
and  it  continued  to  set  in  that  fluid.  On  mixing  Henry's 
calcined  magnesia,  which  of  course  required  no  burning, 
with  water,  and  forming  it  into  balls  the  same  effect  took 
place.  Thus  the  curious  lact  developed  itself,  that  pure 
maiTuesia  is  in  itself  a  water  cement,  but  a  slow  setting  one, 
for  it  did  not  succeed  on  immediate  immersion. 

THAT   THE    ARTIFICIAL   CEMENTS    ABOVE    DESCRIBED    ARE 
CAPABLE  OF  RESISTING  THE  SEVEREST  FROSTS. 

(107)  In  the  very  severe  winter  of  1829-30,  having 
previously  prepared  a  great  number  of  the  experimental 
cement  balls  described  in  the  foregoing  Articles,  I  exposed 
them  on  the  top  of  a  porch  for  about  a  fortnight  in  January 
1830,  and  as  a  good  deal  of  snow  fell  which  would  have 
protected  them  if  left  there  unmoved,  I  took  them  down 
every  morning,  laid  them  before  a  fire  until  they  were  quite 
warm,  immersed  them  in  a  basin  of  water  for  about  half  an 
hour  and  then  replaced  them  on  the  porch,  previously 
sweeping  off  the  snow  if  any  had  fallen  during  the  preced- 
ing period.  All  the  artificial  cement  balls,  which  had  been 
approved  by  us  before,  stood  this  severe  test  quite  as  well 
as  the  Harwich  and  Sheppy  cement  balls,  which  I  also 
exposed  in  the  same  manner.  In  fact  the  frost  did  no 
injury  to  any  of  them. 

I  have  however  observed,  that  frost  injures  the  best 
cement,  whether  natural  or  artificial,  if  laid  on  as  stucco  in 
an  injudicious  manner,  w  hich  if  the  proper  mode  of  apply- 
ing it  be  understood  any  workman  can  elTectually  guard 
against.     This  point  will  be  explained  hereafter. 

OF  THE  EXPERIMENTS  ON  A  GREATER  SCALE  WITH  KILN 
BURNED  ARTIFICIAL  CEMENT.  THAT  OUR  FIRST  ATTEMPT 
IN  1829  FAILED,  OWING  TO  THE  RAW  MIXTURE  HAVING 
BEEN  SPOILED  BV  WASHING  IT. 

(108)  Having  towards  the  close  of  the  year  1828,  and 
in  the  beginning  of  1829,  tried  as  many  experiments  on  a 
small  scale,  as  I  then  considered  necessary,  I  determined 
to    prepare  a  considerable    quantity  of  artificial   cement 
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composed  of  chalk  and  blue  clay,  with  a  view  of  applying- 
it  on  a  larger  scale,  to  those  purposes  for  which  the  natural 
cements  have  been  used  in  Architecture. 

The  chalk,  after  having  been  broken  small  and  dried  in 
the  air,  was  pounded  in  small  quantities  at  a  time,  in  iron 
troughs  that  had  belonged  to  a  forge,  by  iron  rammers  made 
for  the  purpose,  and  was  passed  through  sieves  with  brass 
wires,  having  25  meshes  to  the  inch,  being  the  finest 
used  in  the  Ordnance  gunpowder  works.  A  large  mass 
of  dry  pulverized  chalk  being  thus  provided,  5  cubic 
feet  of  it  were  laid  on  a  wooden  platform,  and  made 
into  a  paste,  with  a  moderate  quantity  of  water,  after  which 
2  cubic  feet  of  the  blue  clay  were  added,  and  the  whole  in- 
timately mixed  together  on  the  same  platform  by  shovels. 
When  a  sufficient  quantity  was  prepared,  the  mixture  was 
next  moulded  in  the  same  manner  as  common  bricks,  ex- 
cepting that  water  was  used  instead  of  fine  sand  to  prevent 
adhesion.  After  these  bricks  of  raw  cement,  which  were 
twelve  inches  long  became  drier,  they  were  cut  into 
five  equal  parts,  each  forming  a  cube  of  rather  less  than 
'2^  inches  side,  this  being  the  average  size  of  the  lumps  into 
which  chalk  is  usually  broken,  before  it  is  burned,  in  the 
common  open  lime  kilns  in  Kent.* 

(109)  Having  prepared  a  considerable  quantity  of  these 
raw  cement  cubes,  on  burning  a  few  of  them  in  a  fire  place 
before  I  sent  them  to  the  kiln,  the  calcined  cement  seemed 
rather  inferior  to  that  obtained  from  my  former  experiments, 
and  on  examining  the  remainder  of  it,  it  appeared  that  the 
workmen  had  not  taken  sufficient  pains  in  making  and  mix- 
ing it,  the  cubes  being  coarse  grained  and  porous,  and 
having  the  dark  colour  of  the  inside  mottled  with  specks  of 
white  chalk.  I  therefore  threw  the  whole  of  this  mixture 
away,  and  to  remedy  these  imperfections,  I  determined  to 
adopt  the  process  of  washing,  which  is  known  to  break 
down  all  clays,  and  which  is  therefore  always  used  in  the 
preparation  of  mixed  brick  earths  previously  to  moulding. 
I  caused  the  blue  clay  to  be  squeezed  through  a  coarse 
sieve,  to  remove  pieces  of  vegetable  matter,  w  ith  which  it 
was  occasionally  adulterated,  and  ordered  the  chalk  after 
having  been  pounded  and  sifted  as  before,  to  be  ground  still 

*  I  made  my  moulds  exactly  12  inches  long,  and  2^^^  inches  wide 
by  2x*o  inches  deep,  in  order  that  25  bricks  or  125  cubes  should  be  exactly 
equal  to  one  cubic  foot.  Thus  by  merely  counting  the  number  of  bricks, 
we  could  ascertain  the  quantity  of  raw  cement  made,  without  the  trouble  of 
measuring  it. 
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finer  in  an  iron  mill  that  had  been  used  for  "[rindinir  linseed. 
After  the  ingredients  thus  prepared  had  been  well  mixed 
in  the  due  proportion,  the  compound  was  put  into  a  larjje 
tub,  w ith  about  twice  its  bulk  of  water  and  the  whole  was 
well  stirred,  after  which  the  nuxture  was  allowed  to  sub- 
side and  the  clear  water  from  the  top  was  drawn  oflf  b)^  a 
syphon.  More  water  was  then  added,  and  the  san)e  pro- 
cess repeated  for  about  ten  days.  After  the  w ater  was  last 
drawn  off,  care  was  taken  to  remix  the  ingredients  uell, 
lest  the  heavier  parts  of  the  original  mixture  from  having 
been  so  often  held  in  suspension  and  deposited  again  as  a 
sediment,  should  have  got  to  the  bottom.  The  mixture  was 
then  moulded  and  cut  into  small  cubes,  in  the  manner 
before  described,  which  being  well  beaten  with  little 
wooden  bats,  whilst  moist,  were  thereby  reduced  to  some- 
what  less  than  their  original  size.  These  cubes  of  raw 
cement,  when  dry,  were  extremely  sound  and  of  homoge- 
neous colour  and  texture,  so  that  I  expected  that  they 
would  now  make  a  perfect  cement,  instead  of  which,  I  was 
surprised  and  disappointed  to  find,  on  again  burning  a  few 
for  trial,  belbre  1  sent  the  whole  quantity  to  the  kiln,  that 
the  calcined  cement  obtained  from  them  w  ould  not  harden 
at  all  under  water,  but  remained  in  a  soft  pulpy  state  alto- 
gether unfit  for  the  purpose  in  view. 

In  consequence  of  this  circumstance,  which  was  before 
mentioned  in  Article  90,  I  gave  up  all  further  proceedings 
for  that  year,  it  being  rather  late  in  the  season,  and  renew  ed 
my  crucible  experiments  in  hopes  of  discovering  the  cause 
of  this  unexpected  failure,  together  with  the  means  of 
avoiding  it  for  the  future,  which  occupied  me  for  the 
remainder  of  that  year  and  part  of  the  next ;  but  having 
already  recorded  the  whole  of  my  experiments  on  a  small 
scale  whether  tried  before  or  after  the  period  alluded  to, 
it  is  unnecessary  to  repeat  them  here. 

SECOND    FAILURE    IN    1830,  OWING   TO   THE    RAW  CEMENT 
MIXTURE   HAVING    BEEN    SPOILED    BY  TOO   LONG   EXPO- 
SURE TO  AIR, 

(110)  About  the  beginning  of  March,  1830,  having 
finished  the  preliminary  experiments  alluded  to,  I  reverted 
to  my  original  intention  of  preparing  a  sufficient  quantity 
of  artificial  cement  to  operate  with  on  a  large  scale,  and  as 
an  addition  of  coal  dust  had  in  some  of  my  crucible 
experiments  (87)   cured    the   raw    cement   mixtures    that 
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had  been  spoiled  by  excess  of  washing,  it  appeared  rea- 
sonable to  suppose,  that  this  ingredient  introduced  into 
the  original  mixture  might  prevent  that  evil.  I  there- 
fore prepared  a  considerable  quantity  of  raw  cement, 
composed  of  a  mixture  of  5  measures  of  chalk,  2  measures 
of  blue  clay,  and  half  a  measure  of  fine  coal  dust.  The 
dust  was  obtained  by  pounding  small  coals  in  the  iron 
trough,  and  was  mixed  with  the  pounded  chalk  dry,  and 
the  two  were  ground  together  in  the  oil  mill  before  men- 
tioned. They  were  then  mixed  up  with  water  on  the 
wooden  platform,  and  lastly  the  clay  was  added,  which  had 
only  been  squeezed  through  a  sieve  without  washing,  and 
the  whole  of  the  ingredients  were  intimately  mixed  by  the 
shovel. 

t^ome  of  the  cubes  thus  prepared,  being  burned  for  trial 
in  a  common  fire  place,  yielded  a  very  good  cement ;  but 
instead  of  sending  the  remainder  of  my  raw  cement  imme- 
diately to  the  kiln,  I  thought  it  expedient  first  to  ascertain 
by  experiment,  how  long  the  calcined  cement  would  keep 
if  exposed  to  the  air  of  a  dry  apartment,  before  it  lost  its 
virtue,  and  whether  it  would  keep  better  in  calcined 
cubes  or  in  powder.  In  experimenting  upon  this  sub- 
ject, I  made  up  successive  portions  of  my  calcined 
cement  powder  into  balls  with  water  once  a  week,  and 
found  that  as  it  gradually  became  staler,  these  balls  were 
less  perfect  at  each  trial :  but  they  were  not  so  much  injured 
during  the  first  two  or  three  weeks  as  to  be  unfit  for  use. 
Afterwards  they  deteriorated  more  rapidly,  till  they  became 
at  last  completely  unserviceable,  and  would  not  set  under 
w  ater  at  all.*  The  same  calcined  mixture  remained  much 
longer  perfect  in  the  form  of  cubes,  but  there  are  strong 
objections  to  this  mode  of  preserving  cement  (49). 

Two  months  elapsed  before  this  experiment,  which  I 
did  not  wish  to  hurry,  was  brought  to  a  conclusion,  after 
which,  reserving  only  a  few  more  cubes,  I  sent  the  re- 
mainder of  the  raw^  cement,  made  at  the  commencement 
of  this  period  and  amounting  to  more  than  20  cubic 
feet,  to  a  lime  kiln  in  Chatham,  where  a  very  intelligent 
foreman,  after  spoiling  a  few  of  the  cubes  put  in  for  trial, 
burned  the  remainder  of  it  remarkably  well,  by  using  a 

•  The  calcined  cement  powder  experimented  upon  was  kept  in  a  slial- 
low  dish.  Cement  powder  kept  in  an  air-liglit  cask  or  other  deep  vessel 
open  at  top,  would  be  much  longer  in  siioiling,  because  the  upper  surface  for 
a  couple  of  inches  down,  though  injured  itself,  would  protect  the  remainder 
of  the  mass  below  from  the  action  of  the  air. 
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smaller  proportion  of  coals,  than  he  had  been  in  the  habit 
of  using  for  burning  chalk.  The  fewel  and  the  cement 
cubes  were  laid  according  to  custom  in  alternate  layers,  in 
this  kiln,  which  was  of  the  common  form  of  an  inverted 
cone  open  at  top  :  but  as  the  quantity  sent  by  me  was  not 
sufficient  to  fill  the  whole  kiln,  the  cement  cubes  were 
placed  in  the  center  of  it,  with  chalk  above  and  below  them. 
(Ill)  Having  satisfied  myself  that  the  cement  thus 
made  was  burned  to  a  nicety,  I  caused  it  to  be  pounded  in 
the  iron  trough,  and  sifted  with  the  fine  sieve  before  de- 
scribed (108),  and  having  put  it  into  air  tight  casks  for  use, 
I  was  surprised  and  disappointed,  on  trying  it  in  the  usual 
manner,  to  find  that  the  experimental  balls  made  with  it, 
fell  to  pieces  under  water,  either  immediately,  or  at  the  end 
of  a  few  days,  after  hardening  at  the  surface.  On  burning  the 
few  cubes  of  the  same  raw  cement,  that  still  remained,  in  a 
common  fire  place,  in  order  to  ascertain  whether  the  burn- 
ing in  the  lime  kiln  might  not  be  prejudicial,  the  same  effect 
followed.  Hence  it  became  evident,  that  the  mixture  of 
chalk  and  blue  clay,  which  made  an  excellent  artificial 
cement,  when  bunied  immediately,  became  unfit  for  that 
purpose,  if  exposed  to  air  for  two  months  previously  to  this 
process.  Subsequent  observations  and  experiments  on  a 
small  scale,  the  results  of  which  have  already  been  recorded, 
threw  more  light  upon  the  subject,  and  proved  that  the 
length  of  period  necessary  for  changing  this  mixture  from 
good  to  bad,  depended  upon  this  size  of  the  lumps  into 
which  it  is  made,  very  small  ones  being  mined  in  a  day  or 
two,  and  large  ones  preserving  their  cement  properties 
much  longer,  in  proportion  to  their  magnitude,  as  explained 
in  Article  86. 

Having  thus  spoiled  ray  first  kiln-burned  artificial 
cement,  I  prepared  about  25  cubic  feet  more  of  the  same 
mixture,  Avhich  I  sent  to  the  same  lime  kiln  at  Chatham,  ten 
days  after  it  had  been  mixed.  Unfortunately  the  proprietor 
of  the  kiln  had  in  the  mean  time  engaged  a  new  foreman, 
who  obstinately  persisted  in  applying  the  fewel  to  the  raw 
cement  cubes,  in  the  same  way  that  he  had  been  accus- 
tomed to,  in  the  burning  of  common  chalk  lime,  in  conse- 
quence of  which  all  the  artificial  cement  put  into  his  hands 
w as  completely  vitrified,  so  that  we  were  obliged  to  throw 
it  away. 
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LAR EXPERIMENTS,  WITH  EQUAL  SUCCESS,  IN  1831  AND 
1832.  AVERAGE  TIMES  OF  PREPARING  AND  15URNING 
OUR  MIXTURES.  &c. 

(112)  I  therefore  found  it  necessary  to  take  the  whole 
process  into  my  own  hands,  by  employing  Private  James 
Menzies,  an  intelligent  soldier,  who  had  been  my  assistant 
in  all  the  preceding  experiments,  to  manage  in  future  not 
only  the  mixing  and  moulding,  but  also  the  burning  of  my 
artificial  cement ;  and  Mr.  Nash  a  coal  merchant  of  Gilling- 
hara  in  this  neighbourhood,  who  had  himself  tried  many 
experiments  on  cements,  but  on  a  difierent  principle  from 
mine,  obligingly  allo\\ed  me  the  use  of  a  small  lime  kiln 
about  4  feet  in  diameter  at  top  and  6  feet  deep,  which  he 
had  chiefly  built  for  experimental  purposes.  In  this  little 
kiln,  than  which  nothing  could  have  answered  better,  we 
burned,  at  four  successive  periods  of  the  same  year,  about 
140  cubic  feet  of  raw  cement.  In  the  first  of  these  batches 
of  artificial  cement,  we  used  the  same  mixture  as  before  of 
5  measures  of  chalk,  2  measures  of  blue  clay  and  half  a 
measure  of  coal  dust ;  and  in  burning  it,  after  putting  in 
shavings  and  wood  at  the  bottom  of  the  kiln,  we  laid  half  a 
bushel  of  coals  over  the  wood,  then  four  bushels  of  the  raw 
cubes,  at^ter  which  another  layer  of  half  a  bushel  of  coals, 
then  four  bushels  of  cubes  as  before,  and  thus  we  continued 
applying  the  coals  and  cement  cubes  in  alternate  layers, 
until  the  kiln  was  filled,  using  one  measure  of  coals  to  eight 
measures  of  raw^  cement,  the  former  being  broken  rather 
small,  so  that  no  piece  of  coal  used  exceeded  an  inch  in 
thickness  ;  and  both  being  thrown  loosely  into  the  baskets 
with  which  we  measured  them. 

The  cement  thus  obtained  was  certainly  underbumed, 
as  it  effervesced  in  acids  more  than  was  desirable,  but 
finding  that  it  hardened  under  water,  I  determined  to  use  it, 
although  I  considered  it  from  the  above  circumstance  to  be 
of  an  inferior  quality.  I  therefore  built  a  small  brick  tank 
in  the  garden  attached  to  the  Field  Officer's  quarter  occu- 
pied by  me  in  Brompton  Barracks,  Chatham,  and  plastered 
the  inside  of  it,  with  the  cement,  that  has  just  been  de- 
scribed, which  was  applied  pure  about  three  quarters  of  an 
inch  thick,  and  was  well  worked  in,  and  compressed,  and 
brought  to  a  very  smooth  surface  by  the  trow  el.     The  tank 
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^vas  then  covered  over  by  a  flat  brick  arch  hiid  in  cement, 
\vith  a  man  hole  in  tlie  center ;  and  a  small  brick  drain  was 
formed  to  convey  the  rain  water  to  it  from  a  roof,  and  an- 
other to  carry  oft*  the  waste  water,  if  it  should  rise  nearly  to 
the  spring  of  the  arch,  which  drains  also  were  laid  in  the  same 
cement.  In  the  ronsrh  brickwork  of  the  body  of  the  tank, 
instead  of  common  lime  mortar,  I  used  the  inferior  cement 
previously  burned  in  the  kiln  at  Chatham  (111)  mixed 
with  sand,  and  which  although  quite  unfit  for  the  more 
delicate  purposes  of  a  water  cement,  seemed  to  be  in  the 
same  state  nearly  as  the  blue  Lias  or  Dorking  limes,  and 
therefore  superior  to  common  lime  for  all  hydraulic  pur- 
poses. A  fortnight  after  the  plastering  of  the  tank  was 
finished,  1  caused  it  to  be  filled  with  water,  which  was  done 
nearly  six  vears  ago,  and  it  still  remains  perfectlj'  water- 
tight. 

(113)  In  the  second  batch  of  cement,  burned  at  Gil- 
lingham,  we  used  the  same  mixture  of  chalk,  blue  clay  and 
coal  dust,  as  before;  but  increased  the  proportion  of  coals 
or  fewel,  by  using  one  measure  of  coals  to  seven  only  of 
the  raw  cement  cubes.  Afterwards  we  found,  that  about 
one  of  the  former  to  seven  and  a  half  of  the  latter  was  suf- 
ficient for  tiiis  peculiar  mixture. 

In  the  third  and  fourth  batches  of  raw  cement  prepared 
for  burning  at  the  same  kiln,  we  dispensed  with  the  coal 
dust  altogether,  using  5  measures  of  chalk  to  '2  of  blue 
clay;  and  we  merely  pounded  and  sifted  the  chalk,  without 
grinding  the  powder  afterwards  in  the  mill ;  and  in  conse- 
quence of  tliere  being  no  fewcl  combined  with  the  raw- 
cement  in  this  mixture,  we  used  one  measure  of  coals  to 
five  measures  of  the  raw  cement  cubes,  in  burning  them, 
which  proportion  we  always  adhered  to  afterwards,  as  the 
best  for  this  mixture  ;  but  if  we  could  have  kept  the  little 
kiln  constantly  burning,  as  is  often  the  case  in  lime  works, 
by  adding  more  fewel  and  cubes  at  top  from  time  to  time,  in 
proportion  to  the  quantities  drawn  from  below,  a  smaller 
proportion  of  coals  than  one  fifth  would  have  sufliced,  after 
tiie  first  portion  of  calcined  cement  should  have  been  drawn; 
and  it  may  be  observed  also,  that  whether  kept  constantly 
burning  or  not,  a  larger  kiln  would  probably  have  required 
less  fewel  under  the  like  circumstances. 

The  two  last  mentioned  batches  of  artificial  cement 
proved  to  be  the  best  of  any  of  the  kiln  burned  cements, 
that  we  had  yet  made  ;  and  the  previous  process  of  mixing 
was  much  simpler  and  cheaper,  than  when  coal  dust  was 
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used  ;  notwithstanding  which  the  results  of  some  crucible 
experiments  tried  the  same  year,  induced  me  afterwards  to 
return  to  the  use  of  coal  dust  again,  which  I  did  not  finally 
abandon,  until  more  conclusive  evidence  convinced  me  that 
it  was  not  advisable  to  use  it  at  all.*     (See  Article  89). 

(114)  In  1831  we  burned  seven  batches,  and  in  1832 
five  batches  more,  averaging  about  35  cubic  feet  of  artifi- 
cial cement  each,  the  whole  of  which  has  been  applied  to 
practical  purposes.  The  mode  of  proceeding  finally 
adopted  was  this.  In  preparing  our  artificial  cement  for 
the  kiln,  we  had  the  chalk  powder  all  ready  for  mixing, 
before  we  brought  up  the  clay  from  the  river,  in  order  that 
the  latter  might  be  used  quite  fresh.  Generally  from  10  to 
12  and  never  exceeding  14  days  were  allowed  to  elapse, 
between  the  moulding  and  the  burning  of  the  artificial  ce- 
ment, for  the  purpose  of  drying  the  cubes,t  which  were  not 
injured  by  this  delay,  though  from  the  principle  before  ex- 
plained, if  they  had  been  made  much  smaller,  as  for 
example  only  one  inch  each  side,  they  would  have  been 
completely  spoiled  in  a  much  shorter  period     (86). 

After  lighting  the  kiln,  we  generally  allowed  24  hours 
to  elapse,  before  it  was  drawn,  or  sometimes  more,  in  order 
to  give  our  cubes  time  to  cool,  for  although  they  were  suffi- 
ciently burned  in  a  shorter  time,  we  found  that  they  were 
liable  to  break  or  crumble  to  pieces  when  handled,  if  taken 
out  of  the  kiln  warm. 

(115)  It  is  proper  to  observe  that  one  of  the  batches 
of  artificial  cement  burned  in  1831  proved  defective,  inas- 
much as  it  would  not  set  under  water,  and  when  afterwards 
used  as  stucco,  it  cracked  much  more  than  any  of  our  for- 
mer specimens  had  done.  This  was  the  first  batch  of  arti- 
ficial cement  made  without  the  presence  of  my  intelligent 
assistant  James  Menzies,  he  having  been  ill  at  the  time; 
which  circumstance  was  very  discouraging  to  me,  as  suc- 
cess seemed  to  depend  upon  one  individual ;  for  the  men 
who  made  it,  declared  that  they  had  followed  the  same  pro- 
portions and  mode  of  proceeding,  that  he  had  done,  in  every 
respect.     Afterwards  on  interrogating  them  more  strictly, 

*  As  I  had  only  three  or  four  soldiers  employed,  in  preparing  my  artifi- 
cial cement,  who  could  not  woik  constantly,  ovfin^c  to  the  military  duties  of 
which  they  had  to  take  their  share,  it  required  about  a  month  to  prepare 
each  portion  of  about  3.5  cubic  feel  for  the  kiln.  Hence  we  were  only  able 
to  prepare  six  batches  of  artificial  cement,  including  the  two  burned  in 
Chatham,  in  1830,  before  the  early  frosts  of  that  year  set  in. 

t  We  dried  one  batch  of  our  raw  cement  in  a  couple  of  days  by  laying 
the  cubes  on  iron  plates  over  a  fire. 
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the  cause  of  failure  was  discovered.  The  man  who  served 
out  the  pulverized  chalk  had  compressed  it  in  the  measure 
as  closely  as  he  could,  so  that  he  had  forced  a  much 
greater  quantity  into  the  same  space  than  had  ever  been 
used  before :  and  thus  as  the  blue  clay  in  its  moist  state  is 
incompressible,  the  true  proportion  used  in  this  mixture 
was  Tj  measures  of  chalk  powder  to  2  of  blue  clay,  which 
is  proper  for  a  water  lime,  but  not  for  a  water  cement  ,n3), 
and  to  which  if  we  had  known  it  at  the  time,  we  would 
have  added  more  sand  as  being  a  lime  stucco  (0(1). 

(116)  In  the  first  batch  of  cement  made  in  1832,  we 
used  a  tine  brown  pit  clay  from  the  vicinity  of  Upnor,  which 
had  previously  been  employed  by  Mr.  Frost,  in  his  artifi- 
cial cement  works.  As  this  was  much  drier  and  more  com- 
pact than  the  blue  alluvial  clay,  we  mixed  it  with  water, 
till  it  was  brought  to  the  same  moist  state  as  the  latter,  after 
which  we  mixed  it  with  chalk  in  the  same  proportion.  This 
also  made  a  good  artificial  cement,  but  had  the  disadvantage 
before  alluded  to  of  being  a  great  deal  harder  than  the  blue 
clay  mixture  after  calcination  (92  •,  and  the  stucco  made 
from  it  also  cracked  more  than  that  formed  of  the  latter. 
Hence  we  did  not  use  the  brown  clay  a  second  time,  it  being 
evidently  inferior  to  the  blue. 

Besides  finishing  the  garden  tank  before  mentioned,  and 
stuccoing  and  coping  a  dwarf  brick  wall  by  which  it  was 
inclosed,  the  remainder  of  our  kiln  burned  artificial  cement 
of  1830,  and  the  whole  of  that  burned  in  1831  and  1832, 
were  applied  to  practical  purposes  at  or  near  Brompton 
Barracks,  as  was  before  mentioned  (3). 

(117)  Finding  at  the  end  of  the  first  year,  that  the 
stucco  applied  to  the  gateways,  though  generally  of  a  hand- 
some light  brown  colour,  w  as  not  of  the  same  tint  through- 
out, some  parts  having  become  darker  than  others,  we 
washed  over  the  whole  of  our  stucco  with  fluid  cement,  in 
order  to  obtain  a  more  unilbrm  colour,  which  expedient  we 
adopted  only  from  economy,  as  we  considered  oil  colours  if 
not  applied  too  soon,  to  be  decidedly  preferable  for  all  such 
stuccos,  whether  made  of  natural  or  of  artificial  cement. 

REMARKS  ON  THE  KILN-BURNED  ARTIFICIAL  CEMENT.  USED 
FOR  THE  PURPOSES  OF  PRACTICAL  ARCHITECTURE  IN 
1030,  AND  THE  TWO  FOLLOWING  YEARS. 

(118)  From  four  to  six  years  having  now  elapsed,  since 
our  artificial  cement  was  applied  to  all  the  purposes  of 
Practical  Architecture  on  a  sufiiciently  great  scale,  we  are 
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now  enabled  to  judge  of  its  quality,  which  appears  to  rival 
that  of  the  best  cements  of  nature.  The  tank  first  made  in 
the  garden  at  Brompton  Barracks  has  remained  perfectly 
water-tight  as  was  before  mentioned,  and  that  near  the 
man-ied  soldiers'  cottages  is  in  the  same  state,  but  the  mode 
of  tilling  the  latter  has  proved  unsatisfactory.*  In  plaster- 
ing both  of  these  tanks,  pure  cement  only  was  used ;  and 
wherever  we  formed  cornices  or  other  ornamental  mould- 
ings, or  rusticated  joints,  pure  cement  was  also  used  at  the 
outer  surface,  to  the  depth  of  a  quarter  of  an  inch  or  some- 
times more ;  because  we  found  that  cement  mixed  with 
sand  was  not  capable  of  producing  such  sharp  arrises 
technically  speaking,  or  in  other  words  such  well  defined 
angles,  as  we  desired. 

Most  of  our  cement  chimney  pots  were  also  composed 
of  pure  cement  at  the  surface,  for  although  formed  of  small 
fragQients  of  tiles  and  cement  powder  mixed  with  water, 
well  stirred  up  together  and  poured  into  the  mould,  we 
found  that  the  pieces  of  tile  usually  got  towards  the  center, 
l)eing  seldom  within  a  quarter  of  an  inch  of  any  of  the  sides 
of  the  mould;  whence  the  fluid  cement,  though  it eff"ectually 
pervaded  the  whole  space,  was  in  greater  mass  at  the  sides 
than  any  where  else.  Our  cement  copings,  likewise  formed  in  a 
mould,  being  made  of  pure  cement  and  fragments  of  tiles,  not 
always  cast  fluid,  but  sometimes  worked  together  by  the 
trowel  and  by  the  hands,  had  also  the  top  and  sides  of  each 
piece  of  coping  formed  of  pure  cement,  to  the  depth  or 
thickness  of  about  half  an  inch  from  the  surface,  or  some- 
times more.  Those  artificial  coping  stones  were  all  set  in 
pure  cement. 

•  The  rain  water  from  the  adjacent  road  first  flowed  into  a  deep  sess- 
pool,  from  whence  it  passed  over  by  a  small  covered  drain,  and  tell  into  a 
filtering  hed  of  gravel  and  fine  sand,  from  which  it  ascended  to  a  second 
drain  of  the  same  description,  and  then  fell  into  the  tank  or  reservoir. 
Owing  to  the  exposed  state  of  the  road,  this  water  was  so  very  dirty  that  it 
soon  choaked  up  the  filtering  bed.  This  arrangement  was  copied  from  the 
great  military  tank  constructed  by  the  late  Major-General  Forde,  R.E.  on  the 
Western  heights  Dover,  where  it  answers  admirably,  from  being  on  a  greater 
scale  and  supplied  with  cleaner  water  from  those  heights.  Having  since 
examined  the  extensive  filtering  apparatus  of  the  West  London  Water  Works 
near  Chelsea,  constructed  by  Mr.  Simpson  the  Engineer  of  that  Company, 
in  which  the  water  of  the  Thames,  which  after  rains  is  exceedingly  dirty, 
is  filtere<l  through  a  bed  of  sand  and  gravel  by  descent,  falling  from  thence 
into  apertures  in  small  brick  arches,  from  whence  it  issues  remarkably  clear, 
I  am  of  opinion  that  the  same  arrangement  would  have  succeeded  with  our 
small  tank,  as  filtering  by  descent  seems  to  be  better  suited  for  muddy 
water,  than  by  ascent.  Even  at  Chelsea,  the  several  filtering  beds  require  to 
be  cleaned  from  time  to  time  by  scraping  oti"  the  upper  surface  of  the  fine 
sand,  as  soon  as  it  becomes  covered  by  and  impregnated  with  a  coat  of  mud, 
after  the  removal  of  which  fresh  sand  is  added. 
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(110)  In  respect  to  our  artificial  cement  stucco  as 
applied  to  plane  surfaces,  haviui^  little  experience  in  the 
use  of  cement  at  that  time,  I  thought  it  desirable  to  try 
several  sorts ;  and  accordingly  in  some  of  the  gateways,  I 
used  two  measures  of  cement  powder  to  one  of  sand ;  in 
others  equal  measures  of  each;  in  others  I  directed  one 
measure  and  a  half  of  sand,  to  be  mixed  with  one  of  cement ; 
and  in  others  two  or  three  measures  of  sand  to  one  of 
cement.  The  sand  was  all  of  good  quality  and  sharp,  but 
in  some  gateways  we  used  it  all  very  fine,  in  others  all 
coarse,  and  in  others  coarse  below  and  finer  at  the  surface. 
In  some  few  cases  we  laid  on  the  stucco  in  two  coats, 
sometimes  scoring  the  surface  of  the  first  coat,  and  some- 
times not;  but  generally  we  adopted  wliatwe  found  after- 
wards to  be  the  most  judicious  system,  of  applying  the 
stucco  in  one  coat,  not  absolutely  laid  on  all  at  once,  but 
taking  great  care,  after  having  applied  a  certain  thickness 
over  the  brickwork,  that  the  second  or  outer  portion,  w  hether 
of  the  same  or  of  a  finer  quality,  should  be  laid  on  before 
the  first  had  begun  to  set. 

(1*20)  Having  recently  cut  out  pieces  of  the  cement 
copings  betorc  mentioned  (lib),  and  pieces  of  stucco,  25 
inches  square,  from  each  of  the  gateways  down  to  the  brick 
work,  we  found  that  the  pure  cement  from  the  copings,  in 
some  parts  nearly  an  inch  in  thickness,  was  exceedingly 
hard  and  sound.  In  respect  to  the  stuccos  of  the  gateways, 
varying  from  about  5  eighths  to  one  inch  in  thickness,  we 
found  that  tliose,  which  had  been  formed  of  two  measures 
of  cement  to  one  measure  of  fine  sharp  sand,  were  very  good, 
being  every  wiiere  of  the  same  hardness  and  compactness 
nearly  as  Bath  stone  ;  and  a  portion  of  stucco  formed  with 
equal  measures  of  cement  and  fine  sand  was  also  good  and 
sound,  yet  not  quite  equal  to  the  former;  bat  those  stuccos,  in 
which  the  proportion  of  fine  sand  by  measure  exceeded  the 
cement,  were  hard  at  the  surface  only,  all  below  being 
softer  and  weaker,  where  the  fine  sand  was  in  moderate 
excess,  and  nearly  as  dry  as  dust,  where  it  was  in  great 
excess,*  But  the  best  stucco  of  all,  was  that  which  I  know- 
to  have  been  formed  of  equal  measures  of  coarse  sand  and 
of  cement ;  and  indeed  all  the  stucco  in  which  coarse  sand 
was  used  proved  to  be  good  ;  but  not  having  been  present 

•  All  stuccos,  whetlier  formed  of  a  mixture  of  lime,  or  of  cement,  with 
sand  and  water,  bein^  worked  up  hard  at  the  surface,  it  is  impossible  to 
judge  of  iheir  quality,  without  cutting  solid  pieces  entirely  out  in  this 
manner,  so  as  to  asceitain,  whether  they  are  equally  hard  throughout  their 
\vhole  thickness. 
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myself  at  the  stuccoing]:  of  those  gateways,  where  T  had 
directed  coarse  sand  to  be  used,  in  the  proportion  of  two  or 
three  times  the  quantity  of  the  cement  powder  with  which  it 
was  to  be  mixed,  1  have  great  doubts  whether  the  workmen 
did  not  adhere  to  the  usual  practice  of  plasterers,  and  use 
much  less  of  the  former  ingi-edient  than  I  had  ordered;  for 
I  found  in  most  of  those  men  the  greatest  reluctance  to  deviate 
from  their  former  habits,  and  in  cutting  into  the  portions  of 
stucco  now  alluded  to,  the  coarse  sand  did  not  appear 
any  where  to  exceed  the  cement  by  more  than  one  hall ;  and 
in  one  part  in  particular,  where  I  had  expressly  ordered 
coarse  sand  to  be  used,  we  found  nothing  but  very  tine  sand. 

(121)  In  respect  however  to  two  gateways,  where  I 
had  myself  superintended  the  work  in  person,  and  for 
which  I  can  therefore  vouch,  we  found  that  the  stucco  of 
one,  composed  of  2  measures  of  cement  to  one  of  fine  sand, 
which  had  been  worked  in  and  compressed  with  great  care 
by  one  of  the  plasterers  at  my  desire,  was  much  better  than 
the  same  kind  of  stucco,  which  had  been  applied  by  another 
plasterer,  wiiom  I  allowed  to  work  in  the  same  hasty 
manner  that  he  had  previously  been  accustomed  to,  before 
he  entered  the  Corps.  The  former  stucco  was  of  equal 
hardness  and  compactness  throughout,  and  showed  nocracks 
for  nearly  a  year  after  it  was  applied,  and  on  examining  these 
cracks  lately  at  the  end  of  five  years,  they  are  merely  hair 
cracks,  not  extending  more  than  the  50th  part  of  an  inch, 
and  I  have  even  doubts  whether  they  penetrate  much  deeper 
than  the  cement  wash  used  for  colouring  the  stucco  (117).* 

Some  very  small  portions  of  our  artificial  cement  were 
injured  by  frost,  owing  to  our  inexperience  in  the  mode  of 
applying  it,  but  we  soon  discovered  the  peculiar  circum- 
stances, under  which  this  takes  place,  which  are  easily 
guarded  against,  and  which  I  shall  now  proceed  to  explain. 

*  The  gateway  at  the  N.  W  angle  of  the  Barrack  Square  leading  from 
the  Officers'  quarters  to  the  Nortli  Stable  yard,  and  the  outer  gateway  of 
that  yard,  were  stuccod  with  2  measures  of  cement  powder  mixed  with  1  mea- 
sure of  fine  sand.  '1  lie  gateway  at  the  N.  E.  angle  of  the  IJarrack  Square 
was  stuccod  with  ecpial  measures  of  cement  and  o^"  coarse  sand.  The 
Eastern  wing  wall  outside  of  the  Principal  Gate  leading  into  Brompton  at 
the  S.  W.  angle  of  the  Square,  was  stuccod  with  a  mixture  of  very  fitie  sand 
and  cement,  the  sand  being  in  excess.  The  convex  back  wall  of  the  entrance 
leading  from  tiiat  gate  to  the  South  stable  yard  was  stuccod  with  1^  measure 
of  sand  to  1  measure  of  the  inferior  cement  mentioned  in  Articles  110  A:  lit. 
These  two  last  mentioned  are  tiie  only  bad  or  indilTcrent  stuccos  out  of  the 
whole.  All  the  otiiersare  good  and  some  excellent.  The  artificial  cement  made 
of  the  brown  pit  clay  from  Upnor  was  used  in  stuccoing  the  rustic  piers  of 
the  garden  gate  behind  the  center  of  the  Officers'  quarters,  but  not  for 
the  ornamental  cercophagi  over  tiiose  piers,  which  were  made  of  the  blue 
alluvial  clay,  and  which  are  the  finest  specimens  of  our  artificial  cements, 
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RULES  FOR  PRKVENTING  CEMENT  IN  OUTSIDE  WORK  FROM 
DETACHING  liSELF,  ESPECIALLY  AFTER  FROSTS. 

(122)  New  brickwork  intended  to  be  coated  with 
cement  stucco  is  Iclt  rough  on  purpose,  but  when  old 
brickwork  is  to  be  stuccod,  the  mortar  must  be  raked  out 
of  the  joints  for  about  an  inch  deep,  and  roughened,  and 
the  bricks  scored  by  a  light  axe,  and  the  surface  of  the  wall 
should  be  perfectly  clean  ( 100),  for  which  reason  if  blacken- 
ed by  city-smoke,  or  otherwise  greasy,  it  should  be  scraped 
as  well  as  scored,  and  well  moistened  or  rather  wetted  with 
water,  before  the  stucco  is  applied.  It  is  also  desirable 
that  more  labour  should  be  given  to  this  process,  than  is 
usual  in  England,  where  the  plasterer  instead  of  com- 
pressing the  whole  of  the  stucco,  lays  on  the  body  of  it  in 
haste  and  very  loosely,  and  then  waits  till  it  is  on  the  point 
of  setting,  after  which  he  works  up  the  surface  only,  with  a 
smaller  proportion  of  finer  sand,  and  thus  produces  a  hard 
but  thin  crust  over  a  coarse  porous  substance. 

(123)  The  only  precaution  necessary  to  prevent  cement 
whether  pure  or  mixed  with  sand,  from  being  injured  by 
frost,  is  never  to  allow  any  part  of  it  to  set  completely 
before  a  second  coat  is  applied,  for  in  this  case  the  joint 
between  two  such  coats  is  always  a  weak  part,  and  if 
water  penetrates  into  it,  will  be  sure  to  give  way  if 
attacked  soon  after  by  frost.  In  stucco  applied  to  the  face 
of  a  wall,  this  defect  may  not  come  into  notice,  because  the 
rain  generally  falls  off  without  penetrating  quite  so  deep  as 
the  vertical  joint  between  the  outer  and  inner  coat,  and  at 
top  such  joints  are  always  protected  by  a  projecting  cornice 
or  coping,  as  w  as  the  case  in  our  gateways.  Ilence  we  did 
not  discover  the  weakness  of  any  of  those  joints,  until  we 
cut  into  them  at  the  end  of  five  or  six  years,  as  was  before 
mentioned  (120),  when  the  two  coats  immediately  separated 
as  soon  as  the  chisel  reached  the  inner  one,  showing  that 
they  had  not  had  any  cflectual  adljesion  ;  but  in  respect  to 
part  of  our  cement  coping,  not  previously  made  in  pieces  in 
a  mould,  but  formed  by  tlie  plasterer  on  the  wall  itself  with 
fragments  of  brick,  and  w  ith  cement  stucco  laid  on  in  several 
coats,  the  weakness  of  the  joints  between  those  successive 
coats  became  apparent  in  a  few  weeks  after  the  work  was 
executed,  which  was  rather  late  in  the  year ;  for  the  rain 
water  having  penetrated  into  those  joints  which  were  near 
the  surface,  and  freezing  afterwards,  broke  oil'  the  upper 
coats,  which  were  very  thin,  one  after  another. 
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The  same  effect  occurred  in  respect  to  a  small  orna- 
mental column, from  the  base  of  which  atorusor  semicircular 
moulding  detached  itself,  and  also  in  respect  to  the  first 
gateway  of  the  Barracks  stuccod  by  us,  from  which  part  of 
an  ornamental  fillet  separated,  after  the  first  hard  frosts  of 
the  same  season.  The  torus  and  fillet  in  both  cases,  pro- 
jected from  the  surface  of  the  first  coat  of  stucco,  and  the 
joints  connecting  them  to  it  were  nearly  vertical  and 
exposed  at  top,  so  that  the  water  naturally  descended  into 
those  joints  where  it  lodged  itself,  and  when  frozen  broke 
oflf  those  little  ornaments,  but  only  partially.  In  short, 
though  several  severe  winters  have  occurred  since,  no 
injury  has  been  done  by  the  frost  to  any  of  our  artificial 
cement,  except  under  those  circumstances  of  its  being 
applied  in  two  coats,  with  the  joint  injudiciously  formed  and 
exposed.  In  those  cases,  we  observed  that  the  corresponding 
surfaces  of  the  first  coat,  which  was  still  adhering  to  the  wall, 
and  of  the  second  coat,  which  had  detached  itself,  w  ere  perfect, 
for  the  plasterer  had  in  all  of  them  scored  the  former  w  ell, 
expecting  that  this  precaution  would  make  the  second 
adhere  to  it,  and  the  marks  upon  the  two  surfaces  which  had 
been  in  contact,  concave  on  the  one  and  convex  on  the  other, 
corresponded  as  exactly,  as  the  coin  does  to  the  die,  by 
which  it  has  been  stamped.  Thus  cement  sets  too  quickly 
to  admit  of  its  being  laid  on  in  two  coats,  like  common 
plasterer's  work  of  lime  mortar.  If  applied  in  two  thick- 
nesses, the  second  must  be  laid  on  almost  immediately,  and 
long  before  the  first  has  begun  to  set,  so  that  properly 
speaking  these  two  thicknesses  form  only  one  coat. 

(124)  In  respect  to  our  cement  chimney  pots  cast  in 
moulds  as  before-mentioned,  and  to  such  of  our  artificial 
coping  stones  as  they  may  be  termed,  which  were  formed 
in  moulds,  no  part  of  the  cement  used  in  either  having  been 
allowed  to  set  partially,  and  consequently  there  being  no 
internal  joint,  or  weak  part,  they  have  all  stood 
the  severest  winters  to  which  they  have  since 
been  exposed  without  the  smallest  injury.* 

(125)  The  fillet  before-mentioned,  which 
partially  detached  itself  had  been  added  to 
the  surface  of  our  cement  stucco,  after  pre- 
viously cutting  a  triangular  groove  to  receive 
it,  which  having  the  base  of  the  triangle  at 
bottom,  as  shown  in  the  first  of  the  annexed 

*  Some  of  the  cement  chimney  pots  have  since  been  removed,  on  account 
of  the  aperture  which  was  only  7  inches  square  in  the  clear  at  top,  being 
rather  too  small  for  the  fire  places,  especially  those  used  as  kitchens. 
We  were  not  aware,  when  we  made  our  mould  for  casting  them,  that  this 
size  would  prove  objectionable.    Nine  iuches  would  have  been  sufficient. 
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figures,  allowed  the  water  to  descend  into  the 
joint.  If  this  triangular  section  had  been  re- 
versed by  having  the  base  uppermost,  this 
effect  could  scarcely  have  taken  place. 

To  remedy  it  I  caused  the  whole  of  this 
fillet  to  be  cut  off,  and  the  triangular  groove 
enlarged  until  it  assumed  a  dove-tailed  form, 
as  shown  in  the  second  figure  annexed,  thus 
obtaining  what  plasterers  technically  terra  a 
key,  which  has  the  stuue  power  as  a  dovetail 
to  prevent  separation. 

(120)  On  inquiry,  the  best  plasterers  have  since 
assured  me,  that  the  joint  between  two  coats  of  cement  is 
always  weak,  and  that  the  same  little  failures  which  I 
experienced  would  have  taken  place  with  the  best  natural 
cements,  and  therefore  they  always  avoid  using  two  coats 
of  cement  work  if  possible,  but  should  that  be  absolutely 
necessary,  they  take  extraordinary  precautions  to  obtain 
that  sort  of  key,  which  will  prevent  the  second  from  sepa- 
rating from  the  tirst. 

In   the    cement    fronts  of 
new    brick    buildings,    it   is 
scarcely  ever  necessary  to  use 
two  coats  of  cement,  because 
wherever   cornices   or    other 
ornamental  mouldings  are  to 
be  formed,  the  architect  in- 
troduces pieces  of  Yorkshire 
stone  for  all  bold  projections, 
making  up  the  remainder  of 
those  projections  with  bricks 
cut  if  necessary,  in   such  a 
manner,  that  these  rough  ma- 
terials approximate  so  nearly 
to  the  outline  ol  the 
ornamental  mould- 
ings proposed,  that 
only  a  thin  external 
application  of  ce- 
ment is  necessary 
for    the    finishing, 
which   may    every 
w  here  be  laid  on  in 
one    single     coat, 
according  to  rule. 
The  annexed  figure 
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ksIiows  the  facility  with  which  this  object  may  be 
cfl'ected,  being  the  section  of  a  cornice  and  parapet, 
such  as  might  be  used  for  a  first-rate  house  in  London. 
One  course  of  Yorkshire  stone,  having  small  pieces  of 
cut  bricks  supposed  to  be  attached  to  its  lower  surface  by 
pure  cement,  supports  the  whole  projecting  part  of  the 
cornice,  the  rest  of  which  is  formed  of  common  bricks, 
whilst  the  coping  of  the  parapet  above  is  formed  partly  of 
bricks  on  edge  and  partly  of  bricks  laid  flat  or  in  their 
usual  position.  The  joints  of  the  brickwork  are  shown, 
whilst  tl  e  coating  of  cement  afterwards  to  be  applied,  no- 
where much  exceeding  an  inch  in  thickness,  has  its  outline 
also  distinctly  defined,  and  is  left  unshaded 

(127)  Where  woodwork  is  used  to  obtain  such  pro- 
jections, which  is  not  so  good  an  arrangement  as  the  former, 
but  often  practised  in  common  dwelling  houses  as  being 
cheaper,  it  is  proper  to  fix  battens  to  the  surface  of  the 
wood,  and  over  them  laths,  in  order  to  obtain  a  proper  key 
for  the  cement. 

(1"28)  In  forming  circular  projections  of  cement  of 
moderate  relief  over  brickwork,  it  is  usual  to  drive  large 
nails,  and  to  connect  them  by  pieces  of  spun  yarn  or  rope 
yarn  passing  round  and  between  them  in  zigzags,  the  whole 
ot  which  being  covered  by  and  imbedded  in  the  cement 
afterwards  applied,  prevents  it  from  detaching  itself.  In 
this  manner  we  prepared  for  the  semicircular  architraves 
over  the  doors  of  our  brick  sentry  boxes  near  the  principal 
gate  of  Brompton  Barracks,  driving  long  nails  into  the  joints 
of  the  brickw  ork  before  it  was  stuccod,  which  having  spun 
yarn  passed  round  tliem  afterwards,  in  the  manner  described, 
have  eftectually  secured  those  mouldings,  which  project 
further  than  the  rest  of  the  stucco,  and  were  laid  on  as  a 
second  coat. 

(129)  Circular  cement  mouldings,  not  attached  to  a 
plane  surface,  such  as  the  bases  and  capitals  of  columns, 
are  often  cast  in  moulds,  in  two  or  more  pieces,  and  fixed 
by  pure  cement,  round  the  rough  shaft  previously  formed 
of  brickwork.  When  we  consider  the  prodigious  strength 
given  to  projecting  cement  work  by  Mr.  Brunei's  ingenious 
arrangement  of  hoop  iron,  before  described  (59),  there 
could  be  no  difliculty  in  forming  the  boldest  projections 
with  bricks  and  cement  alone,  aided  by  iron,  supposing 
that  Yorkshire  stones,  or  other  stones  of  a  similar  de- 
scription, or  rough  slates  of  inferior  value,  suitable  for 
this   purpose,    could    not  be    procured.      For   it  is  well 
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known  tliat  a  row  of  single  bricks  may  be  made  to  stanil 
out  from  the  plane  surface  of  a  vertical  wall  by  cement 
alone,  and  althouj^h  such  rows  of  bricks  are  so  lar  weak, 
that  if  you  i^o  on  increasing  their  number  and  consequently 
the  leniith  of  the  projection,  beyond  a  certain  limil,  they  will 
break  oil"  near  Ihe  wall  by  their  own  weij^ht,  yet  the  length 
to  which  they  may  be  carried  out  without  this  risk,  far  ex- 
ceeds that  of  the  Architectural  Projections  usual  for  the 
largest  Edifices.  Hence  as  I  said  before,  the  aid  of  iron 
would  render  projecting  bricks  laid  in  pure  cement  per- 
fectly safe  and  efficient,  that  is  under  the  rather  improbable 
hypothesis,  also  before  stated,  of  a  deficiency  of  more 
appropriate  materials. 

(130)  Moreover  bricks  connected  by  pure  cement  may 
previously  Ijc  formed  into  masses,  orarliiicial  stones,  in  order 
to  save  time  in  placing  them  in  tide-work  or  in  drains;  and  for 
the  latter  purpose,  they  may  have  the  arch-like  form,  which 
expedient  has  recently  been  used  in  Chatham  Dock-yard ; 
but  as  the  various  modes  of  using  cements  in  general  have 
now  been  noticed,  as  far  as  appeared  necessary,  I  shall 
enlarge  no  lurther  upon  this  subject,  but  return  to  our  own 
proceedings. 

EXPERIMENTS  PROVING  THE  STRENGTH  OF  OUR  ARTIFICIAL 
KILN-BURNED  CEMENT. 

(131)  The  Master-General  and  Board  of  Ordnance 
having  directed  the  arched  roofs  of  some  of  the  casemates 
in  Chatham  Lines  to  be  plastered  with  Harwich  cement,  in 
1831,  Captain  Streattield  the  Engineer  Officer  in  charge  of 
that  work,  borrowed  some  of  our  artificial  cement  from 
curiosity,  in  order  to  compare  it  w ith  the  Harwich  cement 
about  to  be  used  there,  which  he  considered  to  be  of 
good  quality.  In  trying  the  strength  of  each,  a  brick  placed 
horizontally  in  the  direction  of  its  length,  was  attached  by 
means  of  pure  cement  applied  to  one  side  of  it,  to  the  ver- 
tical suriace  of  the  w  all  of  one  of  the  casemates,  the  cement 
being  well  compressed  in  applying  the  brick,  which  was 
steadied  for  about  2  or  3  minutes  by  holding  the  point  of  the 
trowel  firmly  against  it.  The  bricklayer  then  left  it, 
until  he  had  mixed  up  as  much  pure  cement  with  water 
as  was  necessary  for  the  next  joint,  after  which  he  ap- 
plied another  brick  ;  and  the  cement  set  so  quickly  that 
the  time  required  for  placing  each  brick  did  not  average 
more  thanG  or  7  minutes ;  and  thus  he  proceeded,  adding  one 
brick  to  anotlier  until  the  mass  gave  way.     Not  being  pre- 
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sent  myself  at  all  these  experiments,  I  was  informed  by  the 
Foreman  of  Bricklayers  that  he  considered  ray  Artificial 
Cement  to  be  rather  stronger  than  the  Harwich  Cement, 
with  which  it  had  been  thus  compared ;  for  both  of  them 
had  supported  ten  or  eleven  bricks  before  the  joints  gave 
way,  but  that  the  artificial  cement  had  supported  the  greater 
number  more  frequently.  I  was  myself  present  at  three 
experiments  only.  In  the  first,  my  artificial  cement  sup- 
ported eleven  bricks,  but  the  joints  gave  way  on  the  appli- 
cation of  the  twelfth.  In  the  second,  eight  bricks  were 
attached  to  the  wall  as  before,  after  which  '24  hours  were 
allowed  to  elapse,  and  then  four  more  were  added,  which 
composed  a  solid  mass  weighing  7;3|  lbs,  projecting  2  feet 
11^  inches  from  the  wall  and  nearly  9  inches  in  width,  and 
45  inches  in  depth,  as  shown  in  the  upper  projecting  row 
of  bricks  in  the  next  figure,  which  is  marked  as  standing  out 
flat.    On  adding  a  thirteenth  brick  the  mass  broke  down. 

In  the  third  experiment,  eight  bricks  were  attached  to 
the  wall  one  after  another  in  the  expeditious  manner  that 
has  been  described,  after  which  one  brick  more  was  added 
daily,  under  an  expectation  that  this  system  might  render  it 
possible  to  attach  a  greater  number  than  before.  This  mass 
also  broke  down  like  tlie  former,  on  the  addition  of  a  thir- 
teenth brick.  But  none  of  these  masses  ever  broke  into  more 
than  two  or  three  parts,  and  in  the  last  experiment  a  portion 
of  brick  belonging  to  the  original  wall  was  torn  out,  instead 
of  the  cement  joint  given  way. 


Row  of  Bricks  standing  out  fnt. 
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Roic  of  Bricks  standing  out  on  edge. 
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(132)     I  was  not  aware  at  that  time,  that  the  more 
usual  method,  in  trying  the  strength  of  cement  by  attaching 
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bricks  to  the  iipriiiht  surface  of  a  wall,  was  (o  place  them 
vertically  in  the  direction  of  their  longlli,  forming  a  mass 
nearly  4A  inches  in  width  anrl  !)  inches  in  depth  as  repre- 
sented in  the  lower  projectinj^  row  of  bricks  in  the  same 
figure,  marked  as  standing  out  on  edge.  But  supposing  an 
equal  number  of  bricks  to  be  cemented  together  in  both, 
in  which  case  the  quantity  of  solid  matter  projecting 
from  the  wall  is  equal,  the  second  form  having  double  the 
depth  must  be  capable  of  supporting  a  much  greater  weight 
than  the  former :  on  the  same  principle  as  a  piece  of  four 
inch  plank,  if  placed  flat  and  used  as  a  beam  by  fixing  it 
at  one  or  both  ends,  will  bend  and  break  under  a  weight 
w  hich  it  could  support  with  perfect  safety,  if  placed  on  edge. 
The  Master  13ricklayer  in  Chatham  Dock-yard  informs 
me,  that  he  attached  i4  bricks  to  a  wall  in  this  second 
manner,  by  cement  which  he  considered  to  be  of  good 
quality,  in  which  experiment  he  allowed  a  quarter  of  an 
hour  tor  the  placing  of  each  brick,  and  the  setting  of  the 
cement  joint,  but  that  on  adding  a  fifteenth  brick  the  mass 
broke  down.  I  suspect  that  this  cement  must  have  been 
rather  stale,  because  Mr.  John  Hopkins  the  Master  Brick- 
layer of  M'oolwich  Dock-yard,  to  whom  I  made  a  reference, 
on  hearing  that  he  had  tried  similar  experiments,  intbrmed 
me  that  in  the  course  of  several  trials  he  once  succeeded  in 
sticking  out  '22  bricks  from  a  wall  by  cement  from  the  same 
manufacturers,  which  set  so  quickly  that  he  was  only  obliged 
to  allow  5  or  G  minutes  in  the  placing  of  each  brick,  and  it 
was  not  until  the  addition  of  a  twenty  third  brick  that  the 
mass  broke  down.  In  both  Dock-yards,  the  cement  sup- 
plied by  other  manufacturers,  when  tested  in  the  same  man- 
ner, proved  inferior  to  the  weakest  of  these  two.  Upon 
the  whole  I  am  persuaded,  that  the  average  quality  of 
approved  cement  supplied  by  the  most  respectable  manu- 
facturers, will  not  stick  out  more  than  18  or  :20  bricks  from 
a  wall  in  this  manner,  although  I  admit  that  Sheppy  cement 
of  very  superior  quality  and  burned  to  a  nicety,  may  by 
using  particular  care  in  the  mode  of  applying  it,  and  by 
allowing  of  jilenty  of  time,  be  made  to  support  more.  For 
example,  I  have  myself  seen  a  much  greater  number  pro- 
jecting thus,  at  the  cement  works  of  Messrs.  Francis,  White 
and  Co,  near  Vauxhall  Bridge,  Lambeth,  who  assured  me 
that  they  have  repeatedly  stuck  out 29  bricks  in  this  manner; 
and  it  w  as  stated  a  few  years  ago,  at  one  of  the  meetings  of 
the  Institution  of  Civil  Engineers,  by  Members  of  that 
Society,  that  so  many  as  30  bricks  had  been  stuck  out  in 
one  day,  and  33  bricks  in  33  days^  in  the  same  manner. 
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(133)  Havini^  proved  its  strcnoth  in  the 
manner  alluded  to,  we  afterwards  tried  what 
weight  was  required  to  separate  the  joints  of 
five  bricks  cemented  tos^ether  by  our  artificial 
cement,  which  we  suspended  vertically  under 
an  artillery  g:yn,  or  triangle  used  for  mounting 
guns,  by  means  of  a  pair  of  iron  nippers  clasp- 
ing the  sides  of  the  upper  brick,  and  having  its 
claws  let  into  mortises  cut  about  three  quarters 
of  an  inch  deep  in  the  sides  of  the  brick  by  a 
chisel.  A  similar  pair  of  nippers  reversed  as 
to  position  clasped  the  lower  brick  in  the  same 
manner,  to  which  was  hooked  on  a  large  scale 
board  for  containing  the  weights,  which  were 
gradually  increased  until  fracture  took  place. 
The  annexed  figure  represents  this  apparatus 
with  the  ex(  eption  of  the  gyn  and  scale  board, 
which  would  have  occupied  too  much  room, 
without  making  the  description  clearer. 

In  our  first  experiment  we  were  obliged  to 
put  1195  lbs.  into  the  scale,  in  order  to  tear  the 
brickwork  asunder;  but  as  one  brick  only  out 
of  the  five  was  separated  in  this  first  trial,  we 
continued  repeating  the  same  experiment  a 
second  and  a  third  time  with  the  remainder  of 
the  mass,  and  it  required  successive  weights  of 
955  and  of  1099  lbs  to  produce  IVacture,  in  the 
last  of  which  experiments  one  of  the  bricks  was 
torn  asunder  instead  of  the  cement  joint  giving 
way. 

Trying  the  same  experiment  with  another  mass  of  four 
bricks  connected  by  the  same  artificial  cement,  it  required 
successive  weights  of  451,  and  of  1875  lbs.  to  produce 
fracture  ;  but  on  examining  the  first  joint  of  cement  that 
gave  way,  it  was  found  imperfect,  the  two  bricks  that  had 
been  connected  by  it  being  united  only  at  the  edges,  with- 
out having  any  cement  in  the  middle. 

As  the  bricks  used  in  these  last  experiments  were  the 
same  that  had  been  attached  to  the  wall  of  the  casemate 
as  before  described  (131),  we  concluded  that  if  all  the  joints 
had  been  perfect,  more  than  1  '2  might  have  been  made  to 
adhere  to  the  wall.  It  did  not  occur  to  us  to  examine  the 
joints  at  the  time  of  our  first  experiments,  which  took  place 
about  four  months  before  the  last  were  tried. 

We  next  tried  similar  masses  of  bricks  that  had  been 
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cemented  by  Harwich  cement  in  the  same  manner,  and  we 
found  it  necessary  in  one  trial  to  apply  a  weiirht  of  1003  lbs, 
and  in  anotiier  a  weight  of  1219  lbs  to  produce  fracture. 
In  another  trial,  one  of  tlie  joints  separated,  without  apply- 
ing weights  at  all,  during  the  process  of  cutting  a  mortise 
in  one  of  the  bricks  to  receive  the  nippers,  but  on  examina- 
tion, tiiis  proved  to  be  an  imperfect  joint  without  any  cement 
in  the  center,  like  that  before  described. 

(134)  Our  next  experiment  was  intended  to  ascertain 
the  strength  of  our  artificial  cement,  as  applied  to  the  joints 
of  a  brick  arch.  For  this  purpose  we  built  a  flat  segment 
half  brick  arch,  that  is  an  arch  of  bricks  placed  horizontally 
in  the  direction  of  their  length,  having  a  span  of  15  feet  4 
inches,  and  a  rise  of  only  9  inches,  being  less  than  one 
twentieth  part  ol  the  span,  and  the  thickness  of  the  arch 
according  to  this  arrangement  being  not  quite  4.2  inches. 
The  piers  from  which  it  sprang,  were  one  foot  high  and  only 
9  inches  thick,  but  they  abutted  against  the  strong  walls  of 
one  of  the  casemates ;  and  these  piers  as  well  as  the  arch 
itself  were  each  18  inches  or  two  bricks  wide,  measuring  at 
right  angles  to  the  span  of  the  arch.  The  first  of  the 
annexed  figures  is  an  elevation  or  longitudinal  section, 
w  hilst  the  second  is  a  plan  of  the  top  of  this  experimental 
arch,  showing  the  manner  in  which  we  thought  it  expedient 
to  toothe  the  bricks  of  the  arch,  in  order  to  break  joint. 
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Fig.  1. 


To  try  the  strength  of  this  arch,  we  loaded  it  four 
months  after  it  had  been  built,  with  dry  bricks  laid  over  it 
in  pairs,  in  the  same  manner  in  which  the  bricks  of  the  arch 
itself  had  been  placed,  tliat  is  horizontally  in  the  direction 
of  their  length,  and  in  successive  courses  of  half  a  brick  in 
depth  or  thickness,  each  course  consisting  of  138  bricks  and 
weighing  probably  about  C40  lbs,  which  were  all  laid  very 
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loosely  with  wide  vertical  joints,  and  not  in  a  compact  mass, 
lest  they  should  become  jammed  between  the  two  walls, 
which  M  oiild  have  defeated  our  object.  No  effect  whatever 
was  produced  upon  our  arch,  until  ten  courses  of  loose 
bricks  weighing  (J400  lbs  were  laid  on,  which  caused  a  de- 
flection of  about  2  sixteenth  parts  of  an  inch.  The  11th 
course  caused  a  deflection  of  3  sixteenths,  the  12th  of  about 
7  sixteenths,  and  the  13th  of  10  sixteenths,  but  not  long 
after  the  14th  course  had  been  applied,  at  which  time  the 
total  weight  pressing  on  the  arch  amounted  to  about  8960 
lbs,  or  to  four  tons,*  it  broke  down  with  a  tremendous 
crash,  whilst  we  were  about  to  measure  the  deflection.  The 
third  figure  annexed  represents  the  arch  thus  loaded  with 
the  14  courses  of  loose  bricks,  which  overwhelmed  it  in 
such  a  manner,  that  we  could  not  ascertain  in  what  point  or 
points  it  gave  way ;  but  we  observed,  that  the  extreme 
brick  had  been  broken  at  one  end  of  the  arch,  for  a  frag- 
ment of  this  brick  was  found  adhering  to  the  skewback  or 
oblique  brick  forming  part  of  the  upper  course  of  the  pier 


Fig.  3. 

on  that  side.  In  fact  such  was  the  cohesive  power  of  the 
cement,  that  the  whole  arch  might  be  considered  as  a  solid 
beam  of  brick,  and  it  was  broken  just  as  a  beam  of  iron 
might  have  been  fractured  by  excess  of  weight,  gradually 
applied  in  the  same  manner. 

(135)  We  also  built  a  similar  brick  arch  with  the 
best  chalk  lime  mortar,  immediately  before  we  com- 
menced the  cement  arch  that  has  been   described,  using 

•  We  did  not  weigh  the  briciis  used  in  this  experiment,  and  therefore 
in  naming 4  tons  as  the  breaking  weight,  I  have  assumed  an  average  of4|lbs, 
bricks,  per  brick,  which  is  a  good  deal  less  than  the  average  weight  of 
bricks,  wliich  may  be  estimated  at  nearly  5  lbs. 

G  2 
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as  a  ccnterin;^  for  both  a  mass  of  rammed  oaith  fashioned 
to  the  proper  curved  form,  and  restin*:^  on  the  floor  of  the 
casemate.  We  cut  away  the  earth  from  underneath  the 
cement  arch  the  day  after  it  was  linished,  but  we 
allowed  that  of  the  mortar  arch  to  remain  durinsr  the 
whole  period  of  four  months  before  mentioned,  after  which 
we  began  to  remove  it,  proposing  afterwards  to  load 
this  arch  also  in  a  similar  manner,  in  order  to  compare  the 
strength  of  our  mortar  joints  and  of  our  cement  joints.  But 
when  we  had  cut  aw  ay  only  a  part  of  the  earthen  centering 
from  under  the  mortar  arch,  it  fell  to  pieces  without  giving 
us  time  to  finish  the  removal  of  the  whole  of  the  earth,  so 
that  the  mortar  arch,  though  equally  well  built,  proved  in- 
capable even  of  supporting  its  own  weight. 

(13(5)  These  results  afford  the  most  conclusive  proofs 
of  the  expediency  or  rather  necessity  of  using  cement,  not 
only  in  the  brickwork  of  tunnels  exposed  to  the  action  of 
water,  such  as  the  Thames  Tunnel,  but  also  in  tunnels  cut 
through  much  drier  ground,  such  as  those  of  the  London 
and  Birmingham  Railway ;  for  it  must  be  evident  from 
these  two  experiments,  that  the  pressure  which  a  brick  arch 
built  with  cement  would  be  capable  of  resisting  effectually, 
would  crush  a  similar  arch  built  Avith  mortar,  not  merely 
if  made  of  chalk  lime,  but  of  any  other;  for  the  best  limes, 
even  such  as  the  blue  lias,  require  a  much  longer  time  to 
set,  than  the  water  cements;  and  until  the  joints  of  a  tunnel 
become  nearly  as  hard  as  the  bricks  themselves,  it  cannot 
be  considered  safe.* 

EXPERIMENTS  ON  A  SMALL  SCALE   IN   MAKING  ARTIFICIAL 
STONE,  OR  CONCRETE. 

(137)  As  the  experiments  tried  on  a  small  scale,  both 
with  the  natural  and  artificial  cements,  proved  so  very 
.satisfactory,  and  were  such  as  enabled  us  w  ith  little  trouble 
and  expense  to  form  an  accurate  judgment  of  the  qualities 
of  those  useful  substances,  it  occurred  to  me,  that  it  might 
be  possible  to  judge  in  the  same  simple  manner,  how  far 
any  given  sort  of  lime  was  fit  for  making  good  concrete 
(28),  or  good  artificial  stone  on  Mr.  Ranger's  principle  (30). 

•  Air.  Stephenson  (lie  Engineer  of  the  London  nnd  Itirminphani  railway, 
now  in  progress,  who  has  also  liail  tiie  advantage  of  having  been  eniploye'd* 
previously,  with  iiis  father,  in  executing  tlic  justly  celehratcd  Liverpool  and 
Manchester  railway,  informs  me  that  he  makes  it  a  rule,  deduced  from 
experience,  never  to  use  lime  mortar  in  the  arches  of  tunnels,  but  to  build 
them  with  cement  exclusively. 
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With  this  view  early  in  the  pre- 
sent year  1836, 1  caused  four  wooden 
moulds  to  be  made  4  inches  long, 
2  inches  wide  and  2  inches  deep  in 
the  clear,  each  consisting  of  two 
side  pieces  s  s,  having  grooves  cut 
in  them  to  receive  two  end  pieces, 
which  were  fitted  in  very  loosely 
to  allow  for  the  expansion  of  the 
wood,  which  was  always  to  be  used 
wet.  The  parts  of  this  mould, 
which  were  about  an  inch  thick, 
were  held  together  by  two  clamps 
c  c,  clasping  the  ends  of  the  side 
pieces  and  tightened  by  wedges,  the 
heads  of  which  are  seen  in  plan,  in  ^ 

the  annexed  figure,  which  represents  the  mould  put  toge- 
ther, and  supposed  to  be  filled  with  concrete. 

We  provided  also  a  number  of  thin  pieces  of  board, 
about  8  inches  long  and  4|  inches  broad  for  temporary 
bottoms  to  these  moulds,  the  ends  of  one  of  which  are 
shown  in  the  figure,  upon  which  the  small  artificial  stones 
made  in  them  were  left  to  dry  for  a  day  or  two,  and  then 
placed  on  skids. 

(138)  Having  prepared  a  mixture  of  sharp  pit  sand 
and  small  gravel,  having  no  part  larger  than  a  horse  bean, 
we  washed  it  well ;  and  then  sifted  it,  first  through  a  screen 
with  openings  of  one  eighth  of  an  inch  in  the  clear,  all  that 
would  not  pass  through  which  was  set  aside  as  Gravel. 
The  remainder  being  sifted  a  second  time  through  a  very 
fine  wire  sieve,  having  30  meshes  to  the  inch,  was  thereby 
divided  into  Coarse  sand,  and  Fine  sand.  The  various  sorts 
of  limes  experimented  upon,  all  well  burned  and  fresh  from 
the  kiln,  were  pounded  in  a  mortar,  and  preserved  in 
bottles  filled  quite  full  and  corked  up,  in  order  to  exclude 
the  air  and  prevent  spontaneous  slaking. 

In  these  experiments  we  sometimes  used  only  the  gravel, 
sometimes  only  the  coarse  sand,  and  sometimes  only  the 
fine  sand  ;  at  other  times  we  used  combinations  of  two  of 
these,  or  of  all  three,  in  various  proportions  by  measure, 
which  we  mixed  up  with  each  sort  of  quicklime  powder, 
also  in  variousproportions,  between  G  measures  of  siliceous 
matter  to  1  measure  of  lime,  and  9  or  10  measures  of  the 
former  to  one  of  the  latter.  The  limes  used  were  chalk 
lime  and  Hailing  lime  both  of  the  best  quality,  and  three 
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artificial  hydraulic  limes  made  by  us,  by  mixing  5,  G,  and 
7  measures  respectively  of  chalk  lime  powder  with  1  mea- 
sure of  blue  clay,  on  the  principle  alluded  to  in  Article  8J3. 

In  making  our  concrete  or  artificial  stones  in  these  little 
moulds,  after  measuring  the  several  ingredients,  in  a  suffi- 
cient quantity  of  each  mixture,  to  till  two  moulds,  for  we 
always  made  them  in  duplicates,  we  first  mixed  them  up 
dry  on  a  board,  and  then  worked  them  up  well,  generally 
with  boiling  water,  according  to  Mr.  Rangers  principle, 
but  occasionally  with  cold  water,  after  which  wc  threw  the 
mixture  in  three  or  four  portions  into  the  mould,  where  it 
was  carefully  rammed,  and  finally  the  surface  w  as  stricken 
and  worked  up  by  a  small  wooden  float. 

In  working  w ith  boiling  w ater,  after  having  used  our 
four  moulds  successively,  we  found  that  by  the  time  the 
fourth  w  as  filled,  the  concrete  in  the  first  had  set  sufficiently 
to  admit  of  this  mould  being  taken  to  pieces,  which  we  did 
by  taking  out  the  small  wedges,  disengaging  the  clamps, 
and  then  the  side  pieces,  and  lastly  the  end  pieces,  one  at 
a  time.  Having  thus  made  our  small  artificial  stones  with 
the  several  natural  and  artificial  limes  above-mentioned, 
we  put  them  under  water  in  a  long  tin  trough,  w  ith  cells, 
each  containing  one  piece,  in  periods  of  not  less  than  16 
nor  more  than  33  days  afterwards  ;  and  we  have  kept  them 
immersed  ever  since,  that  is  for  about  seven  months,  never 
changing  the  water  entirely,  but  merely  replacing  the  por- 
tion lost  by  evaporation. 

(139)  The  results  of  these  experiments  seemed  at  first 
rather  favourable  to  chalk  lime,  for  all  the  concretes  Ibrraed 
with  it,  in  such  very  small  moulds  as  have  been  described, 
had  time  to  set  before  they  were  immersed,  and  as  the  w  ater 
was  never  changed  entirely,  it  had  only  a  very  moderate 
and  slaw  action  upon  them  (12),  so  that  for  several  months 
after  immersion,  they  seemed  scarcely  inferior  to  the  con- 
cretes made  of  Hailing  lime;  but  recently  towards  the  close 
of  the  above-mentioned  period  of  seven  months,  the  inferiority 
of  the  chalk  lime  became  apparent,  for  a  mixture  of  chalk 
lime  with  rather  more  than  three  parts  of  fine  sand,  which 
we  made  in  the  same  moulds,  to  represent  chalk  lime 
mortar,  and  immersed  after  it  had  set  to  a  certain  degree, 
was  friable  and  easily  rubbed  to  pieces  by  the  hands,  and 
the  concrete  formed  of  one  measure  of  chalk  lime  and  six 
measures  of  gravel  proved  to  be  in  a  state  of  pulp  in  all 
the  joints,  on  being  broken,  and  a  considerable  portion  of 
the  lime  had  quitted  the  joints,  especially  the  external  OQes, 


EXPERIMENTS  ON  ARTIFICIAL  STONE,    OR  CONCRETE.    87 

from  which  it  had  almost  entirely  disappeared.  Tlie  inter- 
mediate concretes  between  these  two  extremes  of  chalk 
lime  mixed  with  gravel  alone,  and  with  fine  sand  alone, 
were  much  better,  but  as  the  extremes  both  gave  way,  tliese 
experiments  confirmed  us  in  our  former  opinion,  that  chalk 
lime  should  never  be  used  for  concrete ;  because  in  such 
large  masses,  as  are  required  for  the  practical  purposes  of 
building,  it  would  never  have  time  to  set  in  a  damp  situa- 
tion, and  Avet would  destroy  it,  of  which  I  have  known 
many  instances.     (See  from  Article  10  to  15  inclusive). 

(140)  The  concretes  formed  with  the  Hailing  lime 
seemed  on  the  contrary  to  be  rather  improved  by  im- 
mersion, excepting  one  mixture  only,  which  was  formed 
of  1  measure  of  lime  to  G  of  gravel,  which  was  the  worst 
of  all  the  concretes  made  with  this  lime,  in  like  manner  as 
a  similar  mixture  was  by  far  the  worst  of  all  those  made 
with  the  chalk  lime.  In  this  mixture  the  Hailing  lime  had 
partially  quitted  the  outside  joints  of  the  artificial  stone 
formed  of  it,  but  inside  it  was  not  soft  or  in  a  state  of  de- 
composition like  the  other.  Of  the  other  concretes 
formed  with  the  Hailing  lime,  and  containing  sand  as 
well  as  gravel,  those  in  which  the  fine  sand  rather  pre- 
dominated over  the  coarse  were  the  best;  and  Hailing  lime 
mortar  formed  in  the  same  mould,  with  1  measure  of  lime 
to  3|  measures  of  fine  sand  was  excellent,  it  having  im- 
proved very  much  after  immersion.  Hence  these  experi- 
ments confirmed  the  opinion  before  stated  that  sand 
strengthens  lime,*  for  the  only  concrete  of  Hailing  lime, 
which  deteriorated  under  water  was  that  before  mentioned, 
in  which  the  large  joints  which  separated  the  particles  of 
gravel,  consisted  of  lime  paste  or  putty  alone,  unmixed 
with  and  unaided  by  sand,  and  were  therefore  weak. 

These  experiments  confirmed  another  opinion  also 
before  stated  (34),  that  good  concrete  cannot  he  made  with 
any  of  the  hydraulic  limes,  mixed  with  gravel  alone.  A 
proportion  of  sand  must  necessarily  be  added,  and  contrary 
to  the  opinion,  which  I  have  heard  advanced  by  some  prac- 
tical men,  it  appears,  that  coarse  sand  entirely  unmixed 
with  fine,  is  not  to  be  recommended,  either  as  an  ingredient 
for  concrete,  or  for  making  mortar. 

( 141)  Having  tried  a  similar  course  of  experiments  with 
our  three  sorts  of  artificial  hydraulic  lime  made  as  before 
described  (138)  at  the  same  time  and  treated  precisely  in 
the  same  way,  we  could  not  decide  which  of  them  was  the 

*  Article  42,  under  the  head,  Thirdly. 


88  OBSERVATIONS  ON  LIMCS,  W  ATER  CEMCNTS,  ic. 

host,  for  they  proved  nearly  alike  in  quality,  notwithstand- 
ing the  diflVrcnt  proportions  ot"  chalk  in  their  composition, 
and  ihey  all  seemed  fully  equal  if  not  superior  to  the  Hal- 
lingliuie,forthepurpo:?eofniaking:concrcteorartifi(  ialstone. 

(I4'J)  On  atterwards  comparing  together  the  concretes 
made  with  boiling  water,  and  those  made  with  cold  water, 
we  could  not  discover  that  the  former  were  in  any  respect 
better  than  the  latter,  although  they  had  always  begun  to 
set  sooner,  so  that  as  our  number  of  moulds  was  limited 
we  had  been  able  to  work  more  quickly  with  boiling  water, 
than  with  cold.* 

(143)  At  the  same  time  we  had  attempted  to  form 
similar  concretes,  both  w ith  our  artificial  cement  and  with 
Sheppy  cement  of  good  quality,  mixing  one  measure  ot" 
each  in  the  state  of  calcined  powder,  with  the  same  various 
proportions  of  gravel  or  of  coarse  or  line  sand,  which  we 
had  before  used.  Some  of  these  in  which  the  gravel  and 
sand  were  in  excess,  would  not  adhere  together  at  all,  but 
crumbled  into  rubbish,  as  soon  as  the  mould  in  which  they 
had  been  made,  w  as  taken  to  pieces.  Others  did  not  abso- 
lutely fail  in  this  manner,  but  none  of  them  were  good  for 
any  thing,  and  all  fell  to  pieces  when  put  under  water  in 
fifteen  hours  after  they  were  made.  In  fact,  the  proportion 
of  gravel  and  sand  used,  not  being  less  than  6  tol  of  cement 
powder  in  any  of  tliese  mixtures,  was  enough  in  all  of  them 
to  kill  the  cement,  which  circumstance,  together  with  other 
observations  and  experiments,  led  me  to  the  conclusion 
before  stated,  that  cement  is  always  weakened  by  sand.f 
The  goodness  of  the  artificial  and  natural  cements  used  in 
these  fruitless  attempts  to  make  concrete  with  gravel  and 
sand  in  the  proportions  stated,  could  not  be  doubted,  since 
both  of  them  when  made  up  into  moist  balls  of  pure  cement 
in  the  usual  manner,  set  under  water  in  ten  minutes  after 
they  had  been  mixed,  and  on  being  taken  out  next  day,  we 
were  obliged  to  use  a  hammer  for  the  purpose  of  breaking 
them. 

(144)  We  afterwards  tried  another  course  of  experi- 
ments on  concrete  with  the  same  small  moulds,  in  which 
instead  of  varying  the  proportions  of  gravel  and  of  the  two 
sorts  ol  sand  used,  we  only  employed  one  kind  of  sandy 
gravel,  namely  Thames  ballast,  of  the  same  description 

•  I  cannot  discover  any  otiier  advantage  than  this  in  the  use  of  t>oiIing 
water,  and  I  doubt  Mill  more  the  benefit  supposed  to  arise  from  heatine;  the 
gravel  and  sand  for  artificial  ^tones,  which  is  another  expedient  sometimes 
resorted  to  by  Mr.  Ranker. 

t  See  Article  42,  under  the  head,  Thirdly. 
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actually  used  by  Mr.  Ranger  in  making  his  artificial  stones, 
for  the  new  works  in  Chatham  Dock-yard,  excepting  that 
considering  the  smallncss  of  our  own  moulds,  we  excluded 
all  the  pebbles  that  would  have  been  disproportionately  large, 
by  screening  the  ballast  through  clear  openings  of  half  an 
inch  in  width,  and  using  only  the  sand  and  finer  parts  of  the 
gravel  which  had  passed  through  the  screen.  Thus  the 
sandy  gravel  in  this  second  course  of  experiments  was  all 
exactly  alike,  which  we  considered  necessary  in  order  to 
ascertain,  what  proportions  of  the  same  sort  of  siliceous 
matter  were  most  suitable  to  the  various  kinds  of  cement  or 
lime  experimented  upon  ;  lor  in  consequence  of  former 
experiments,  in  which  we  found  that  cement  and  the  more 
powerful  hydraulic  limes  would  not  bear  so  much  of  the 
same  kind  of  sand,  in  making  them  into  mortar,  as  the  less 
powerful  hydraulic  limes,  and  still  less  than  pure  lime;  it 
seemed  reasonable  to  suppose,  that  the  same  property  would 
hold  good  in  concrete.* 

To  ascertain  this  point,  in  the  second  course  of  ex- 
periments with  our  little  moulds  now  alluded  to,  we 
mixed  one  measure  of  Sheppy  cement  with  from  2  to  9 
measures  of  the  screened  ballast,  and  one  measure 
of  each  of  the  various  sorts  of  lime,  with  from  3  to  10 
measures  of  ballast;  and  on  examining  all  the  concretes 
thus  formed  at  the  end  of  about  six  weeks,  without  putting 
them  into  water  at  all,  we  found  that  2  measures  of  ballast 
to  1  measure  of  Sheppy  cement,  5  or  6  measures  of  ballast 
to  1  of  blue  lias  lime,  6  or  7  measures  of  ballast  to  one  of 
Hailing  lime,  and  7  or  8  measures  of  ballast  to  one  of  chalk 
lime,  appeared  to  be  the  best  proportions  for  making 
concrete  with  these  several  sorts  of  cement  or  of  lime, 
and  we  were  of  opinion,  that  they  would  all  be  nearly 
equally  efficient  in  those  several  proportions,  if  used  in  dry 
soil,  but  not  in  damp  or  wet  soil,  where  the  chalk  lime 
concrete  would  be  sure  to  fail.  The  very  small  quantity 
of  gravel  or  sand  which  the  cement  in  those  experiments 
proved  capable  of  bearing,  when  compared  w  ith  the  limes, 
confirms  the  opinion  before  advanced  and  supported  by 
other  observations  and  experiments,  that  cement  should 
never  be  used  for  concrete  at  all  (01),  but  if  soused,  that 

•  That  is  provided  that  the  gravel  and  sand  should  not  vary  in  their 
quality  or  proportions,  as  was  the  case  in  the  first  course  of  experiments  just 
recorded,  for  this  variation  in  the  siliceous  matter  used  in  concrete,  renders 
the  true  proportion  of  lime  brouglit  into  efficient  action  as  a  cenuntiiig  sub- 
stance very  uncertain,  from  the  circumstances  before  taken  into  considera- 
tioo,  in  Articles  34  and  36, 

G  3 
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no  fine  sand  should  be  allowed  to  form  a  part  of  the  mix- 
ture, for  as  I  have  repeatedly  mentioned,  as  an  important 
distinction,  the  water  cements  are  weakened,  whilst  all 
limes  are  strenglhened  hy  fine  sand  (42). 

(145)  I  shall  here  take  the  opportunity  of  introducing 
a  remark  on  stucco,  which  perhaps  ma}'  apply  also  to  the 
external  surface  of  Ranger's  artificial  stones.  It  appears 
tome,  that  good  water  cement  mixed  with  very  coarse  sand 
is  far  more  suitable  for  stucco,  even  than  the  best  and 
strongest  limes,  and  that  to  make  it  perfect  nothing  more  is 
required  than  to  improve  upon  the  present  careless  mode 
of  applying  it,  before  commented  upon  in  Articles  121  and 
122,  and  to  work  it  up  into  so  smooth  a  surface  as  to  make  it 
water-tight,  which  would  prevent  vegetation  or  moss  form- 
ing on  it.  Next  to  cement,  but  as  I  repeat  far  inferior  to  it, 
in  their  power  of  forming  a  good  stucco,  are  those  limes 
which  approach  the  nearest  to  cement  in  their  properties, 
such  as  the  blue  lias  lime,  which  sets  into  a  much  harder 
substance,  and  resists  the  vicissitudes  of  air,  rain  and  Irost, 
better  than  the  weaker  hydraulic  limes,  such  as  the  Dork- 
ing and  Hailing  limes.  In  fact  the  weak  hydraulic  limes, 
though  good  for  concrete  in  the  dampest  situations,  and 
also  good  for  the  mortar  of  walls  and  foundations,  are  com- 
paratively unfit  for  stucco,  since  they  approach  too  nearly 
in  their  quality  to  the  pure  carbonates  of  lime,  such  as 
chalk,  &.C,  which  are  altogether  inapplicable  to  that  pur- 
pose. I  think  it  probable,  that  there  are  many  excellent 
hydraulic  limes  in  various  parts  of  England,  which  from 
the  expense  of  carriage  cannot  be  l)rought  into  the  London 
market;  but  the  only  lime  of  this  kind  that  I  am  personally 
acquainted  with,  and  of  which  I  sent  for  some,  after  hear- 
ing it  praised  by  an  experienced  builder  of  London,  was 
from  Rosehill  in  Sussex.  I  never  saw  this  lime  in  its 
natural  state,  as  the  only  specimen  I  could  obtain,  which 
was  forwarded  to  me  in  a  bag,  had  been  previously 
burned  and  probably  ground,  for  it  was  in  fine  powder  and 
so  very  stale,  that  it  threw  out  scarcely  any  heat  on  being 
mixed  with  water.*  I  therefore  made  it  up  into  balls  with 
water,  which  when  dry  I  burned  in  crucibles,  knowing 
that  reburning  restores  stale  or  slaked  lime  to  its  origi- 
nal state  of  quicklime.  On  trying  the  Rosehill  lime  in 
this  improved  state,  in  the  usual  maimer,  by  making  it  up 

"  From  tlie  description  of  it  in  Mantcll's  Geology  of  Sussex,  I  infer 
tliat  it  is  a  hard  lime  stone.  The  specimen  of  it  sent  to  djc  was  from  the 
estate  of  the  late  well-known  John  Fuller,  Esq.  long  one  of  the  Members  of 
Parliament  for  that  connty. 
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into  moist  balls  after  pounding  it  when  fresh  from  the  fire; 
it  appeared  to  approach  very  nearly  to  a  water  cement,  for 
on  allowing  these  balls,  which  now  threw  out  great  heat, 
about  a  quarter  of  an  hour  to  cool  and  then  immersing  them 
in  a  basin  of  water,  they  did  not  go  to  pieces  for  several 
\veeks,  so  that  tliis  lime  seemed  rather  superior  in  its  hy- 
draulic powers,  even  to  the  blue  lias  lime  of  Lyme  Regis, 
with  which  I  had  an  opportunity  of  comparing  it. 

These  two  limes  possess  such  strong  hydraulic  proper- 
ties, that  if  formed  into  artificial  stones  on  Mr.  Ranger's 
principle,  and  allowed  some  months  to  set,  I  do  not  think 
that  the  exposure  to  running  water  as  in  wharf  walls  would 
gradually  wash  away  the  lime  from  the  surface,  which 
eflect  I  anticipate  if  such  walls  be  faced  with  artificial 
stones  made  of  the  weaker  hydraulic  limes,* 

FINAL  EXPERIMENTS  ON  ARTIFICIAL  CEMENT  TRIED  IN  1830. 

(146)  All  our  former  experiments  having  been  per- 
formed by  manual  labour,  I  resolved  before  I  published 
this  little  Treatise,  to  ascertain  practically  the  best  mode  of 
mixing  artificial  cement  on  a  great  scale,  and  it  appeared 
to  me,  that  the  washmill,  such  as  is  used  by  whitening 
makers,  would  be  the  best  machine  for  grinding  the  chalk, 
and  that  the  pugmill  would  be  the  best  mode  of  mixing  it 
with  the  blue  clay ;  for  I  did  not  approve  of  the  system  that 
had  been  adopted  by  Mr.  Frost,  in  his  artificial  cement 
works  near  Northfleet,  of  passing  not  only  his  chalk  but 
his  clay  through  the  washmill,  and  afterwards  drying  the 
mixture  by  long  exposure  to  air,  both  of  which  processes  I 
believed  to  be  injudicious ;  for  to  the  former  I  ascribed 
the  failure  in  1829,  and  to  the  latter  the  failure  in  1830,  of 
my  first  attempts  to  make  artificial  cement  on  a  great  scale, 
which  were  before  recorded.  (See  from  Article  108  to  111 
inclusive). 

(147)  Mode  of  grinding  Chalk  into  Whitening.  The 
process  of  making  whitening  is  this.     After  the  chalk  pre- 

•  Since  the  two  first  sheets  of  this  treatise  were  sent  to  press,  I  have 
inspected  the  wliarf  wall  in  Woolwich  Dock-yard,  faced  with  Mr,  Ranger's 
artiticial  stone,  made  I  believe  of  Hailing  or  Dorking  lime,  alluded  to  in 
Article  31,  and  part  of  the  outer  surface  of  the  wall  has  detached  itself 
for  about  an  inch  in  depth,  which  took  place  as  I  was  informed  after  tiie 
severe  frosts  of  the  winter  of  1835-6,  which  acted  on  the  surface  previously 
wet  at  high  water,  and  exposed  to  air  by  the  ebbing  of  the  tide.  This  fact 
sufficiently  proves,  that  such  artificial  stone,  though  a  very  useful  inventioa 
for  many  practical  purposes,  ought  not  to  be  allowed  to  supersede  goo-i 
bricks,  or  good  natural  stone  altegether,  neither  of  which  would  have  giveu 
rtay  under  the   like  circumstances. 
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viously  broken  into  small  ])icce.s  has  been  ijround  witli 
excess  ol' water,  in  a  waslunill,  where  it  is  subjected  to  the 
action  of  iron  rollers  and  harrows  in  an  annular  groove, 
the  liijiiter  parts  of  this  lluid  mixture  are  allo\Ned  to  run 
off  by  a  small  channel  into  a  Back  or  reservoir,  from  which 
they  are  afterwards  taken  out,  and  made  up  into  lumps  or 
cakes  of  Whitening,  which  from  the  experiments  of  former 
years,  I  knew  to  be  a  good  ingredient  fur  artificial  cement, 
but  far  too  expensive.  The  heavier  portion  of  the  same 
fluid  mixture  of  crushed  chalk,  which  settles  at  the  bottom 
of  the  groove,  and  whicii  by  a  curious  misnomer  is  called 
Sandy  is  rejected  by  the  w  hitening  makers,  and  considered 
of  no  value.  Having  examined  some  of  this  substance  which 
seemed  line  enough  for  the  purpose,  I  caused  it  to  be  dried 
and  reduced  to  powder,  in  order  to  try  whether  it  might 
not,  as  an  ingredient  for  artificial  cement,  be  made  of  some 
use.,  instead  of  being  carted  away  for  rubbish. 

(148)  Having  made  a  little  pugmill,  and  put  into  it 
alternately  small  portions  of  this  whitening  maker's  sand 
and  of  blue  clay  fresh  from  the  river,  until  it  ^vas  quite  full, 
the  aggregate  of  these  ingredients  having  been  previously 
measured  in  the  proportion  of  5  parts  of  the  former  to  2  of 
the  latter,  and  having  passed  the  whole  through  the  pugmill 
two  or  three  times,  after  which  it  seemed  exceedingly  well 
mixed,  we  burned  it  in  the  usual  manner,  expecting  that 
this  experiment  would  prove  whether  the  proposed  system 
of  using  the  washmill  for  grinding  chalk,  and  the  pugmill  for 
mixing  it  afterwards  with  clay,  was  likely  to  prove  satis- 
factory, in  making  artificial  cement  on  a  great  scale. 

As  the  calcined  cement  obtained  by  this  process  would 
not  set  under  water  at  all,  it  seemed  probable  that  whitening 
maker's  sand  might  be  an  adulterated  form  of  chalk,  and 
therefore  we  next  tried  the  w  hitening  itself  and  afterwards 
pure  chalk  from  the  quarry,  reducing  them  both  to  line  dry 
powder,  and  mixing  them  w  ith  blue  clay,  in  the  same  ap- 
proved proportion  of  5  parts  of  the  former  to  2  of  the  latter, 
by  means  of  the  pugmill;  but  as  these  also  formed  imperfect 
cements,  that  would  not  set  under  water,  the  fault  seemed 
to  rest  with  the  i)ugmill,  and  therefore  we  tried  the  same 
ingredients  mixed  by  hand  with  the  greatest  care,  in  the 
same  proportion,  and  to  our  great  surprise  the  cements 
formed  with  them,  which  had  never  failed  in  former  years, 
now  invariably  went  to  pieces  on  immersion  in  a  basin  of 
water.  These  contradictory  results  at  first  appeared  to  me 
perfectly  unaccountable,  for  I  had  no  suspicion  that  the 
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blue  clay  of  the  Mcchvay  could  have  changed  its  chemical 
character,  and  I  could  not  doubt  the  accuracy  of  our  former 
experiments  of  1828  and  the  following  years,  in  all  of 
which  the  proportion  of  5  measures  of  chalk  to  2  measures 
of  blue  clay  had  yielded  a  cement,  Avhich  appeared  by  the 
experiments  on  its  strength  before  recorded  in  Articles  131, 
133,  and  134,  to  be  fully  equal  if  not  superior  in  tenacity 
to  the  average  of  the  natural  cements  of  approved  quality, 
as  sold  by  the  most  respectable  manufacturers;  and  which, 
as  I  never  omitted  to  put  every  batch  of  it  to  that  test,  had 
always  set  under  water,  on  being  immersed,  in  about  five 
minutes  after  it  had  been  made  up  into  moist  balls.  Finding 
therefore  that  this  same  mixture  now  invariably  failed,  I 
proceeded,  but  underthese  perplexingcircumstances, almost 
in  despair  of  arriving  at  a  more  satisfactory  result,  to  try  a 
number  of  other  proportions  of  chalk  and  of  blue  clay, 
always  retaining  5  measures  of  chalk  powder,  but  using  no 
less  than  six  several  proportions  of  blue  clay,  mixed  with 
the  above,  and  gradually  increasing  from  2^  to  5  measures 
of  this  clay. 

(149)  The  mixture  of  5  to  5  in  which  the  clay  was  in 
excess  would  neither  set  in  airnor  in  water.  The  other  pro- 
portions, between  5  to2f,  and  5 to  43,  inclusive,  formed  water 
cements ;  but  both  the  former  which  set  quickly  and  with  great 
heat,  generally  into  a  very  light  brown,  but  sometimes  into 
a  dirty  white  or  light  drab  colored  cement,  and  the  latter 
which  set  very  slowly  and  with  scarcely  any  perceptible 
heat,  into  a  very  dark  brown  coloured  cement  outside,  and 
sometimes  of  a  dark  bluish  green  colour  inside,  occasion- 
ally failed.  All  the  intermediate  proportions  between  these 
two  extremes  were  better,  but  5  to  3  appeared  to  be 
one  of  the  best.  The  balls  of  about  one  inch  in  diameter, 
made  of  this  mixture  set  into  an  excellent  w  ater  cement, 
which  when  broken  by  a  chisel  in  about  24  hours  proved 
equally  hard  inside  and  outside,  and  when  allowed  to 
remain  two  or  three  days  before  breaking  them,  were  of  a 
stony  hardness  throughout. 

(150)  In  this  new  course  of  experiments  for  obtaining- 
proportion,  we  observed  that  the  best  mixtures  were  those 
which  when  immersed  were  of  a  nut  brown  colour,  and 
which  in  setting  became  rather  warm  than  hot,  attainin*'- 
their  highest  temperature  in  from  7  to  10  or  12  minutes 
after  being  made  up  into  balls  with  water.  Those  which  set 
more  quickly  and  heated  violently  from  having  an  excess 
of  chalk,  as  well  as  those  w  hich  set  much  more  slowly  and 
without  perceptible  warmth  from  having  an  excess  of  blue 
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clay  in  their  composition,  and  which  were  respectively  of  a 
much  lighter  and  of  a  much  darker  colour  thun  the  above, 
were  both  of  inferior  quality. 

(151)  On  now  trying:  the  whitening-maker's  sand  two 
or  three  times,  mixed  with  a  greater  proportion  of  clay  than 
before,  we  found  that  it  made  a  tolerably  good  w ater  ce- 
ment, but  apparently  not  equal  to  that  formed  with  purer 
chalk.  It  is  possible,  however,  that  it  might  have  suc- 
ceeded better,  if  tried  oftener,  but  on  consideration,  I  did 
not  think  it  worth  while  to  give  it  a  further  trial,  as  it  ap- 
peared probable,  that  the  manufacturers  of  artificial  cement 
would  prefer  grinding  their  own  chalk,  instead  of  purchasing 
the  refuse  of  the  whitening-maker's  washmills.  Having 
compared  the  specific  gravity  of  the  whitening-maker's  sand, 
with  that  of  pure  chalk,  after  reducing  both  to  a  fine  dry 
powder,  we  found  that  the  former  exceeded  the  latter  in  the 
proportion  of  5  to  3.  Hence  this  sand  must  contain  a  good 
deal  of  foreign  matter,  probably  of  ground  flints  mixed 
with  the  chalk  of  w  hich  it  is  chiefly  composed. 

(152)  It  is  to  be  remarked,  tbat  in  the  experiments 
now  alluded  to,  all  those  mixtures,  which  formed  a  good 
artificial  water  cement  succeeded  equally  well,  whether  the 
ingredients  were  mixed  by  hand  or  in  our  little  pugmill,  but 
of  these  tw  o  modes,  the  latter  was  decidedly  the  best. 

(153)  At  this  period,  I  remained  for  some  time  of 
opinion,  that  I  must  have  been  too  hasty  in  adopting  the  rule 
laid  down  by  me  in  1828,  and  followed  in  the  succeeding 
years,  as  to  the  best  proportion  of  pulverized  chalk  and  of 
i)lue  clay  for  an  artificial  w  ater  cement,  for  although  I  had 
always  taken  the  crreatest  pains  to  be  accurate,  I  thought  it 
much  more  probable  that  my  own  first  experiments  in  1828, 
which  so  far  as  regarded  the  determination  of  the  said  pro- 
portion were  very  few  indeed,  compared  with  other  objects 
of  inquiry,  should  have  l>een  in  error,  than  that  the  alluvial 
clay  of  the  Medway  should  have  changed  its  chemical  cha- 
racter within  the  last  six  or  seven  years.  I  conceive  how- 
ever, on  further  reflection,  that  a  partial  change  in  the 
nature  of  the  blue  clay  must  necessarily  have  taken  place, 
w ithout  which,  the  general  success  of  our  original  mixture 
in  former  years,  is  perfectly  incompatible  with  the  constant 
failure  of  the  same  proportion  of  chalk  and  blue  clay  in  the 
present  year.  The  impression  upon  my  mind  until  the 
failures  alluded  to,  always  was,  that  the  blue  alluvial  clay 
of  the  Medway  contained  very  little  calcareous  matter,  if 
any  :  but  on  referring  to  my  original  analytical  experiments 
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of  1828  and  1829,  I  cannot  find  any  record  of  my  ever  hav- 
ing tested  the  blue  clay  at  that  time,  in  such  a  manner  as  to 
ascertain  this  point  with  proper  precision.  But  after  the 
more  recent  course  of  experiments  now  alluded  to,  having 
subjected  the  blue  clay  of  the  Medway  obtained  from  the 
usual  spot,  just  below  Chatham  Dockyard,  to  the  action  of 
the  diluted  muriatic  acid,  a  brisk  effervescence  took  place, 
which  continued  so  long,  as  to  prove  that  this  clay  is  now 
impregnated  with  a  considerable  proportion  of  calcareous 
matter,  which  most  probably  has  always  been  the  case,  in 
a  river  flowing  through  a  considerable  tract  of  country  having 
a  subsoil  of  chalk,  and  abounding  in  lime  works,  which 
recently  have  been  multiplied  on  both  banks  of  the  river 
from  Rochester  towards  Aylesford.  Hence  the  difference 
between  the  results  of  the  first  and  last  experiments  tried 
by  me  may  be  accounted  for,  by  supposing  a  small  increase 
to  have  taken  place  in  the  proportion  of  calcareous  matter 
contained  in  the  blue  clay,  within  the  last  six  or  seven  years.* 
The  blue  clay  of  1828-9  being  rather  purer  alluvial  clay, 
formed  a  good  water  cement,  when  mixed  with  chalk  in  the 
proportion  of  2  measures  of  the  former  to  5  of  the  latter, 
that  is  as  one  of  clay  to  2g  of  chalk ;  whilst  the  alluvial 
clay  of  183G  having  more  calcareous  matter  mixed  with 
it,  requires  a  smaller  proportion  of  the  latter  substance  to 
produce  a  like  result,  the  present  proportion,  which  produces 
a  water-cement  nearly  of  the  same  quality  as  our  original 
artiiicial  cement,  being  nearly  as  2j  to  5,  or  as  1  of  clay 
to  2r;  of  pulverized  chaik.  Thus  the  blue  clay  of  the  Med- 
way of  1828-9  formed  a  good  water  cement,  when  mixed 
with  about  11  per  cent  more  of  pure  carbonate  of  lime,  than 
is  required  to  be  mixed  with  an  equal  quantity  of  the  more 
calcareous  blue  clay  of  the  same  part  of  the  river  in  1836, 
in  order  to  produce  a  similar  cement. 

(154)  Hence,  also  though  the  best  proportion  of  pure 
chalk  and  of  pure  alluvial  clay  for  making  artificial  cement 
might  be  laid  down  with  great  accuracy  ;  one  cannot  deter- 
mine before  hand  the  proportion  necessary,  for  the  same 

•  If  so,  it  appears  to  me  most  probable,  that  the  additional  proportion  of 
calcareous  matter  lias  been  ciiicfly  obtained  from  the  new  works  in  progress 
and  from  the  wharf  walls  in  Chatham  Dock-yard,  whilst  being  pulled  down 
and  rebuilt,  the  lime  of  both  iiaving  been  subject  to  the  action  of  land 
springs  in  the  foundations  and  of  the  tide  above  that  level.  The  grer.t 
quantity  of  chalk  rubbish  collected  near  the  mouth  of  the  Gravesend  Canal 
Tunnel,  opposite  to  Rochester,  and  the  lime  works  at  Cuxston,  Hailing,  and 
Burham,  «S:c.  on  the  banks  of  the  river  above  that  city,  may  also  have' had 
their  effect. 
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purpose,  in  working  with  chalk  mixed  with  siliceous  or 
argillaceous  matter,  such  as  whitening  makers  sand  or  marl, 
or  in  working  with  clay  mixed  with  calcareous  matter,  either 
of  which,  although  it  fine  enonsh,  they  may  be  excellent 
ingredients  for  an  artificial  water  cement,  will  require  very 
different  proportions  from  those  which  arc  suitable  for  pure 
chalk  mixed  with  pure  clay. 

During  the  period  that  I  was  doubtful  of  the  accuracy 
of  my  first  experiments  with  chalk  and  blue  clay,  in  182S 
and  the  years  immediately  following,  it  appeared  necessary 
not  only  to  fix  a  new  and  more  judicious  proportion  of  those 
iniiredients,  which  was  accomplished  as  related  in  Article 
140,  but  also  to  repeat  other  experiments  of  those  years,  in 
order  to  ascertain,  whether  the  failures  of  our  first  attempts 
to  make  artificial  cement  on  a  great  scale,  in  18:29  and  18:30, 
were  really  owing  to  the  circumstances  to  which  we  then 
ascribed  them,  or  whether  they  might  not  have  arisen  partly 
or  chiefly  from  the  then  defective  proporiion  of  our  ingre- 
dients, namely  5  of  chalk  to  2  of  clay,  which  was  apparently 
proved  to  be  erroneous  by  our  subsequent  experiments  of 
1830.     With  this  view  we  ])roceeded  as  follows. 

(105)  First,  we  mixed  5  measures  of  chalk  with  3 
measures  of  the  brown  alluvial  clay  or  surtace  clay  of  the 
Medway,  this  being  the  new  approved  proportion  lor  our 
cement  mixtures  of  the  present  year,  which  oa  beins  burned 
and  treated  in  the  usual  manner,  promised  remarkably  well 
at  first,  but  always  failed  in  the  course  of  a  few  days,  in 
precisely  the  same  manner  as  the  mixture  of  the  like  ingre- 
dients, but  somewhat  diCerently  proportioned,  had  always 
failed  in  our  original  experiments  (84). 

(156)  Secondly,  we  mixed  5  measures  of  chalk  pow- 
der with  3  measures  of  blue  clay,  which  >\hen  burned 
without  loss  of  time,  had  always  formed  an  excellent  cement, 
and  having  put  part  of  this  mixture  into  a  tub  with  about  four 
times  its  bulk  of  water,  we  stirred  up  toirethertwo  or  three 
limes  a  day  for  a  fortnight,  after  which  the  raw  cement  was 
allowed  to  settle  to  the  bottom  of  the  tub,  and  the  clear  water 
from  above  was  drawn  off  by  a  siphon.  As  this  mixture, 
which  had  been  protected  from  air  by  the  water,  had  not 
lost  its  blue  colour,  except  at  the  surface,  I  thought  it  pro- 
bable that  the  fortnight's  washing  might  not  have  injured  it, 
but  such  was  the  case,  for  on  burning  the  blue  part  of  the 
mixture,  the  cement  balls  formed  of  it  either  fell  to  pieces 
under  water,  or  held  together  in  an  unsatisfactory  manner, 
without  setting  into  a  hard  substance. 
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(157)  Tliirdl}',  the  same  cement  mixture,  when  pro- 
perly prepared  for  use,  and  allowed  to  dry  in  the  sun, 
retained  its  blue  colour  under  the  surface  with  so  much 
obstinacy,  that  we  were  obliged  to  bruise  it  in  a  mortar,  and 
cut  it  into  very  small  pieces  and  spread  it  out  in  this  state, 
to  admit  air  freely,  before  an  entire  change  of  colour  could 
be  produced.  We  then  mixed  it  with  water  into  a  stiff 
paste,  and  burned  it  in  the  usual  manner,  into  an  artificial 
cement,  which  was  rather  of  inferior  cjuality,  for  although  it 
set  well  underwater,  and  sounded  well  when  taken  up  and 
thrown  against  the  side  of  a  basin,  yet  it  remained  soft  at 
the  surface,  and  stained  the  hand  when  rubbed  against  it, 
much  longer,  than  any  of  our  good  artificial  cements  had 
done;  and  the  experimental  balls  formed  of  it,  were  two 
months  in  attaining  a  satisfactory  state  of  hardness,  such  as 
the  same  mixture,  if  burned  without  loss  of  time,  and  con- 
sequently without  allowing  the  clay  to  become  stale  by  ex- 
posure to  air,  would  have  exhibited  in  the  course  of  a  week. 

(158)  Fourthly,  ontaking  part  ofthe  same  mixture,  which 
had  been  washed  for  a  fortnight,  as  described  in  Article 
15(5,  and  w  hich  by  that  process  alone  appeared  to  be  very 
much  injured,  and  afterwards  spreading  it  out  to  dry,  until 
it  completely  lost  its  blue  colour,  and  burning  it ;  the  ex- 
perimental balls  formed  of  it,  instead  of  being  entirely 
ruined  by  the  second  process,  which  the  experience  of 
former  years  had  taught  us  to  reprobate,  never  failed  in 
setting  under  water ;  although  they  indurated  rather  more 
slowly,  than  cement  balls  made  of  the  same  mixture  had 
done,  when  burned  immediately  without  washing  and  drying. 
As  the  experiments  described  in  this  and  the  two  preceding 
articles  appeared  rather  contradictory ;  we  thought  it 
desirable  to  repeat  them  afterw  ards  with  a  different  mix- 
ture, which  we  ascertained  to  be  a  still  more  powerful 
artificial  cement  than  the  former. 

(159)  This  was  composed  of  5  measures  of  chalk 
powder,  mixed  w  ith  2^  measures  of  blue  clay  only,  being  a 
little  less  than  the  proportion  of  clay  last  used.  On  sub- 
jecting this  mixture  successively  to  the  processes,  first  of 
drying  until  it  lost  its  blue  colour,  secondly  of  washing  and 
stirring  for  a  fortnight,  and  thirdly  of  washing  and  stirring 
and  afterwards  drying  to  entire  loss  of  colour;  the  ex- 
perimental balls  formed  of  it  under  all  those  circumstances, 
invariably  set  well  under  water,  without  staining  the  hand 
for  any  considerable  length  of  time.  Those  subjected  to  the 
first  process  only  did  not  appear  at  all  injured,  and  the  others 
also  attained  by  degrees  a  satisfactory  state  of  induration,  but 
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rather  more  slowly,  tlian  balls  ottliosameniixhireburned  im- 
mediately, ami  \N  itliout  washinij;  or  dryin<r,liad  ironerally  done. 

(KiO)  Thus  of  our  two  new  mixtures  of  183(5,  one  was 
occasionally  but  not  generally  spoiled,  and  when  not  spoiled, 
it  was  only  deteriorated  by  the  three  processes  now  under 
discussion;  whilst  the  second  was  never  spoiled,  and  appa- 
rently very  little  injured  by  any  of  those  processes.  It 
seems  therefore  reasonable,  to  ascribe  the  difl'ercnce  between 
the  etl'ects  produced  by  w  ashinsr,  and  by  drying  with  change  of 
colour,  upon  our  cement  mixture  of  1S'2\)  and  1830,  and  our 
second  mixture  of  183{),  to  the  circumstance,  that  the  former 
was  calculated  to  produce  a  very  quick  setting  cement,  and 
the  latter  to  produce  a  cement  of  medium  quality,  equally 
removed  from  the  two  extremes,  of  those  that  set  too 
quickly  with  violent  heat,  and  of  those  that  set  too  slowly 
Avithout  heat;  the  former  of  which  arc  liable  to  fail  from 
having  an  excess  of  calcareous,  and  the  latter  from  having 
an  excess  of  argillaceous  matter,  in  their  composition. 
Now  as  the  cement  mixture  of  lS'2i)  and  1830  approached 
nearly  to  the  former  of  these  extremes,  whilst  the  last 
described  mixture  of  1836  was  equally  removed  from  both, 
it  may  be  allowed,  that  any  circumstance  having  an  injurious 
tendency,  might  entirely  ruin  the  former,  whilst  it  might 
only  slightly  deteriorate  the  latter. 

(161}  ^^'ithout  now  having  the  means  of  procuring  any 
blue  clay,  in  precisely  the  same  state  as  that  of  the  IMedway 
from  18:28  to  1830,  I  know  that  the  original  approved  pro- 
portion, then  adopted  by  us,  formed  a  very  quick  setting 
water  cement,  bordering  upon  one  extreme,  liable  to  failure; 
because  we  endeavoured  to  make  it  as  similar  as  possible 
to  the  specimens  of  the  natural  Shcppy  cement  stone 
which  we  had  procured  from  Shcerness,  and  which  set  so 
quickly,  when  burned  by  us  and  made  into  experimental 
balls,  that  they  did  not  always  allow  us  time  for  marking 
them  with  a  few  printer's  types,*  and  with  so  much  heat, 
that  tiicy  were  scmictimes  paintiil  to  the  hand.  Having 
little  or  no  experience  at  that  time,  we  naturally  concluded 
from  the  high  reputation  of  the  Sheppy  cement,  that  these 
symptoms  were  a  proof  of  excellence,t  and  that  the  incon- 

•  As  examples  of  the  mode  of  marking  oiir  experimental  balls,  C  5  B  2, 
F27,  20,  ilenotes  5  parts  of  chalk  mixed  with  2  of  blue  clay  on  the  27th 
rebruary  1S2'J,  whilst  S,  N  7,  30  denotes  Sheppy  cement,  November  the 
7th,  1H30.     'J  hese  symbols  were  marked  in  three  lines  to  avoid  confusion. 

t  This  opinion  is  distinctly  stated  in  Article  C'J,  for  it  is  to  be  observed, 
that  the  first  part  of  this  Treatise,  from  the  commencement  to  Article  140, 
inclusive,  was  printed,  before  the  final  experiments  of  the  present  year, 
which  proved  the  fallacy  of  that  opinion  as  to  the  superiority  of  very  (piick 
ieiiing  water  cements,  had   been  tried. 
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vcnience  of  setting  loo  quickly  was  only  to  be  surmounted 
by  mixing  the  calcined  cement  with  excess  of  water  (47), 
or  by  allowing  it  to  become  rather  stale  by  temporary  expo- 
sure to  air.  I  do  not  think  now,  that  those  specimens 
could  have  been  in  the  best  state,  in  which  that  excellent 
cement  may  be  found,  for  they  must  have  had  rather  more 
of  the  carbonate  of  lime  in  their  composition,  than  was 
desirable.  As  a  proof  that  they  could  not  bear  much  more, 
I  may  observe  that  in  the  experiments  tried  by  me  several 
years  ago,  in  order  to  ascertain  by  what  additional  sub- 
stances of  various  kinds,  the  natural  cements  might  be 
spoiled,  we  found  that  the  Sheppy  cement  stone  then  in 
our  possession  was  so  much  deteriorated  by  being  mixed 
with  one  fourth  of  its  own  bulk  of  chalk,  both  being  pre- 
viously reduced  to  and  measured  in  the  state  of  dry  powder ; 
that  after  this  addition  it  entirely  lost  the  property  of  setting 
under  water;  which  experiment  ought  to  have  been  inserted 
together  with  the  others  mentioned  in  Article  101,  but  was 
Unintentionally  omitted. 

(162)  To  return  to  our  more  recent  experiments,  hav- 
ing reason  to  believe  from  these,  that  our  artificial  cement 
of  1829  and  1830,  was  not  the  best,  that  might  have  been 
made  with  the  same  ingredients,  it  now  appeared  desirable 
to  ascertain,  which  was  the  strongest  of  four  different  pro- 
portions of  chalk  and  blue  clay,  all  capable  of  forming  a 
water  setting  cement,  by  attaching  bricks  to  a  wall  with 
each  of  them,  until  they  broke  down,  in  the  mode  represented 
in  the  lower  projecting  brick  pier  of  the  figure  at  the  end  of 
Article  131,  marked  Row  of  bricks  standing  out  on  edge. 
This  mode  of  trying  the  comparative  strength  of  these  mix- 
tures was  adopted,  not  only  because  experiments  on  a 
smaller  scale  would  have  been  unsatisfactory,  but  also  with 
a  view  to  obtain  a  direct  comparison  of  the  tenacity  of  our 
own  artificial  cement  with  that  of  the  best  natural  water 
cements  of  England,  the  former  of  which  had  never  been 
tested  in  this  manner,  but  the  latter  frequently  (132). 

(163)  But  as  it  appeared  probable,  that  the  measure- 
ment of  chalk  in  the  state  of  powder  might  not  be  convenient, 
in  working  on  a  great  scale,  and  as  it  is  well  known  that 
weight  is  generally  a  more  accurate  test  of  quantity  than 
measure,*  I  determined  to  fix  the  most  suitable  proportions 

•  As  has  been  proved  in  several  parts  of  a  Treatise  published  by  me  in 
1834,  entitled  "  Observations  on  the  expediency  and  practicability  of  sini- 
"  plifying  and  improvinj:  the  Measures,  Weights  and  Money,  used  in  this 
"  country,  without  materially  altering  the  present  standards." 

H   2 
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for  form ini;  the  best  artilicial  cement  Nvith  chalk  and  blue 
clay  by  weight,  on  a  sufficiently  larsrc  scale.,  and  with  so 
much  precision,  as  to  leave  nothing  doubtful  for  the  future; 
and  in  adopting  this  system,  it  appeared  best  always  to 
weigh  the  blue  clay  fresh  from  the  river,  Avhere  it  was  ob- 
tained at  low  water  at  the  depth  of  a  foot  or  18  inches  below 
the  brown  surface,  but  not  to  weigh  the  chalk,  until  previ- 
ously well  dried  and  pounded  :  and  as  the  smallness  of  our 
apparatus  required  the  raw  cement,  necessary  for  each  of 
the  four  experimental  brick  piers,  to  be  burned  in  several 
batches,  making  more  than  :20  in  all ;  1  directed  a  small 
but  correct  cube  measure  of  each  successive  portion 
of  blue  clay  and  of  chalk  powder,  used  in  those  batches  of 
raw  cement,  to  be  carefully  weighed  in  troy  grains,  before 
the  whole  quantities  required  were  weighed  in  jjounds,  in 
order  to  ascertain  the  average  specific  gravity  of  these  tw  o 
ingredients,  which  now  proved  to  be  90  lbs,  per  cubic  foot 
for  the  blue  clay,  being  a  little  more  than  our  estimate  of 
former  years  before  stated  (85),  and  40  lbs  per  cubic  foot 
for  the  dry  chalk  powder,  measured  lightly,  according  to  our 
invariable  practice  in  determining  proportions. 

(1G4)  The  necessity  of  weighing  the  chalk  in  a  perfectly 
dry  state,  arises  from  its  extraordinary  retentiveness  of 
moisture,  from  which  I  doubt  whether  it  is  ever  obtained 
entirely  free,  even  in  the  driest  weather,  and  which 
cannot  well  be  expelled  from  it,  without  breaking  it  into 
very  small  pieces,  and  drying  them  in  the  sun  or  before  a 
fire.  For  example,  a  lump  of  pure  chalk  from  any  quarry 
near  Chatham  seldom  weighs  less  than  100  pounds  per 
cubic  foot  at  any  time,  and  after  immersion  in  water  it  will 
weigh  113  lbs,  of  which  23  consist  of  moisture,  for  when 
perfectly  dry  its  average  weight  is  only  1)0  lbs.  Thus  the 
block  chalk  of  this  neighbourhood  is  capable  of  absorbing 
rather  more  than  one  fourth  of  its  own  weight  of  water. 
More  compact  chalk  equally  pure,  for  in  this  respect  it 
varies,  would  weiiih  more  when  dry,  and  gain  less  after 
immersion,  than  the  above  proportion, 

(1()5)  We  have  found  by  repeated  experiments,  that 
2 J  cubic  feet  of  pure  chalk  powder  perfectly  dry  and  mea- 
sured lightly,  when  afterwards  made  up  with  water  into  a 
stiffish  paste,  of  the  consistency  of  mortar,  will  compress 
into  the  space  of  one  cubic  foot  only,  so  that  chalk  paste, 
thoroughly  moist,  but  not  (juite  so  wet  as  the  alluvial  clay 
of  rivers  and  lakes,  contains  as  nearly  as  possible  the  same 
quantity  of  chalk  which  if  dry  would  w  eigh  100  lbs ;  and 
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this  mode  of  ascertaining  the  quantity  of  chalk  previously 
pulverized,  by  wet  measure,  was  considered  by  us  af ler  due 
trial   to  be  rather  more  accurate  than  dry  measure. 

(166)  Having  thus  explained,  how  far  these  three  modes 
of  ascertaining  the  true  quantity  of  pulverized  chalk  by 
weight  and  measure  agree,  I  shall  describe  the  four  new 
mixtures  all  determined  by  weight,  which  we  now  proceeded 
to  try,  the  first  denoted  by  the  emblem  C  B,  in  which  the 
letter  C  denotes  dry  chalk  powder  and  B  fresh  blue  clay, 
implying  a  mixture  of  equal  weights  of  those  two  ingre- 
dients, whilst  the  next  C  4  B  5  implies  a  mixture  ot  4  parts 
of  chalk,  with  5  of  blue  clay  by  weight,  and  so  on,  as  stated 
in  the  following  table,  in  which  the  several  symbols  ot  eacli 
mixture  are  inserted  and  explained  by  weight ;  and  their 
equivalents  by  measure,  w  ith  the  chalk  both  dry  and  wet, 
are  also  entered  opposite ;  in  reference  to  the  data  in  the 
three  preceding  articles. 

TABLE  OF  CEMENT  MIXTURES  TRIED  IN    1836. 


PROPOKTIONS    BY    WEIGHT. 


Mixture  of 
C,  chalk,  and 
B,  blue  clay. 

C     B 
C4  B5 
C3  B4 
C2  B3 


Or  of  dry  chalk 

powder  to  fresh 

blue  clay  as 


Dry  chalk  powder, 

measured    lightly, 

to  blue  clay  as 


to 
to 
to 
to 


1 

u 

H 
u 


EQUIVALENTS    BY    MEASURE. 


to 
to 
to 
to 


H 


Stilf  chalk  paste 
to  blue  clay 


As  the  experiments,  which  I  proposed  to  try  with 
these  mixtures,  demanded  too  great  a  quantity  of  cement, 
to  admit  of  its  being  prepared  in  a  common  fire  place,  but 
notenou<rh  to  require  the  use  of  the  small  lime  kiln  at  Cil- 
linc-ham  before  described  (112),  which  was  also  at  an  incon- 
venient distance  from  the  Barracks,  I  had  a  ittle  iron 
furnace  made  as  a  substitute  for  a  kiln,  under  the  super- 
intendence of  Mr.  Robert  Howe,*  whom  I  requested  to 
keep  the  journal  of  the  proposed  experiments,  as  1  expected 
to  be  absent  part  of  the  time  that  they  were  likely  to  occupy; 
he  having  also  previously  assisted  me  in  the  most  interesting 
of  the  ex'perimeiits  tried  some  years  before,  for  ascertaining 
the  strength  of  our  artificial  cement,  (133  and  134),  and  in 
all  the  recent  experiments  on  a  small  scale  in  respect  to 
artificial  stone  or  concrete  (from  137  to  144  inclusive),  in 
which  he  was  himself  the  manipulator. 

•  Who  has  been  Clerk  of  Works  at  the  Royal  Engineer  Establishment 
Chatham,  since  its  first  formation,and  also  subsequently  J^'  «f^/^"' °J,;;;\'\'^^V 
Architecture  to  the  junior  Officers,  to  which  duty  Mr.  Howe  was  appointed, 
in  consequence  of  his  superior  (lualihcalions  and  mciit. 
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As  the  little  furnarc  alluded  to,  and  indeed  the  whole  of 
the  apparatus  now  employed  by  us,  and  also  made  under 
Mr.  Howe's  superintendence,  might  be  extremely  useful 
hereafter,  not  only  to  any  gentleman,  who  might  be  desirous 
of  making  similar  experiments  upon  artiiicial  cement,  but 
also  to  the  future  manufacturers  of  that  important  article, 
who  may  prefer  testing  the  quality  of  any  new  or  doul)tful 
mixture  upon  a  small  scale,  instead  of  burning  a  large 
kilntul  for  this  purpose,  it  may  be  useful  to  describe  our 
apparatus. 

(167)  The  pugmill  in 
which  our  chalk  powder  and 
clay  were  mixed,  which  is 
represented  in  section  in 
the  annexed  figure,  was  a 
correct  model  of  the  most 
approved  form  of  that  use- 
ful machine,  excepting  the 
little  iron  lever  at  top,  which 
was  cut  short  for  a  man  to 
work  it  by  hand,  instead  of 
representing  the  usual  wood- 
en lever,  of  much  greater 
proportional  length,  worked 
by  a  horse.  The  essential 
parts  of  the  pugmill,  are  first, 
a  vessel  for  holding  the 
ingredients  to  be  mixed, 
which  in  our  model  was  like  a  small  bucket  8  inches  deep,  and 
measuring  5  inches  at  bottom,  and  0^  at  top,  in  clear  diame- 
ter; and  secondly,  a  vertical  iron  spindle,  with  knives  and 
teeth  attached  to  it,  which  is  secured  to  an  iron  bow  at  the 
top  of  the  vessel,  from  which  it  can  be  disengaged  by  draw- 
ing out  a  forelock,  and  has  a  socket,  working  upon  a  pivot 
at  the  bottom  of  it.  There  were  eight  iron  double-edged 
knives,  each  about  an  inch  broad  at  the  end,  placed 
at  equidistant  heights,  within  the  vessel,  and  radiating  from 
the  four  sides  of  the  iron  spindle,  to  which  they  are  fixed, 
towards  the  sides  of  the  vessel,  Avliich  they  nearly  meet. 
Four  of  these  appear  in  full  length  in  the  figure,  whilst  the 
others  are  foreshortened,  being  seen  in  transverse  section 
or  in  end  elevation.  The  uppermost  knitc  had  two  much 
smaller  knives  or  teeth  fixed  nearly  at  right  angles  to  it, 
and  pointing  downwards,  as  shown  in  the  figure.  All  the 
other  knives  btvd  four  similar  teeth,  two  pointing  down- 
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wards  and  two  upwards,  excepting  the  undermost  which  had 
only  two  pointing  upwards.  It  will  be  observed,  that  the 
two  edges  of  each  knife  are  not  on  the  same  level,  but  have  a 
moderate  slope,  though  they  are  all  placed  horizontally  in 
the  general  direction  of  their  length.  Hence  as  the  axis 
revolves,  the  mixture  that  is  to  be  incorporated,  is  cut 
through  and  through  in  a  vertical  direction  by  the  teeth, 
and  in  a  horizontal  direction  by  the  knives,  the  obliquity  of 
which  serves  at  the  same  time  to  force  it  lower  and  lower 
down  the  vessel  by  continual  spirals,  until  it  is  squeezed 
out  at  a  small  hole  on  one  side  of  the  bottom.* 

(168)  In  preparing  the  ingredients  for  the  pugmill,  the 
dry  chalk  powder  and  the  proper  proportion  of  blue  clay 
were  weighed  separately,  after  which  the  dry  chalk  was 
mixed  with  water,  until  it  became  a  still  paste,t  and  the 
whole  quantity  of  chalk  paste  and  of  blue  clay  were  then 
each  divided  into  16  equal  portions  or  lumps,  with  as  much 
accuracy  as  this  could  be  done  by  the  eye.  These  small 
lumps  of  chalk  paste  and  of  blue  clay  were  then  put  into 
the  pugmill,  alternately  and  in  regular  succession,  until  the 
whole  space  was  filled  with  these  ingredients,  which  were 
mixed  by  working  the  lever ;  and  as  fast  as  the  raw  cement 
was  forced  out  from  the  bottom  of  the  mill,  it  was  taken  up 
by  a  spatula,  and  put  in  at  the  top  again,  until  the  whole  of 
it  had  passed  about  four  times  through  the  mill,  which  was 
done  in  order  to  keep  the  vessel  always  full,  without  which 
the  cutting  apparatus  does  not  act,  it  being  understood,  that 
in  using  the  real  pugmill,  new  materials  are  always  added, 
instead  of  passing  the  same  through  it  more  than  once. 

The  pugmill  contained  conveniently  about  one  twelfth 
part  of  a  cubic  foot,  of  raw  cement,  which  after  being  pro- 
perly mixed,  was  made  up  into  nearly  equal  balls  of  about 
two  inches  and  a  half  in  diameter,  after  which  they 
were  burned  in  the  small  furnace,  which  shall  next  be 
described. 

(109)    This  was  2  feet  high  and  11  i  inches  square  in  the 

*  From  3  to  3^  feet  In  clear  diameter  at  top,  and  also  in  heiglit,  arc  the 
usual  dimensions  of  pugmills.  \\  lien  filled  frem  wheelbarrows,  tiiey  are 
sometimes  raised  9  inches  or  a  foot  higher  than  the  above  on  one  side.  They 
Sfldom  have  a  continued  bottom,  but  merely  a  strong  cross  of  wood  work  resting 
on  the  ground,  as  a  base  for  the  vessel,  in  the  center  of  which  cross  the 
spindle  moves.  Recently  iron  pugmills  have  come  into  use. 

t  The  quantity  of  water  was  not  usually  weighed,  but  we  have  ascer- 
tained that  our  chalk  powder  perfectly  dry  required  on  an  average  about 
l-4th  of  its  own  weight,  or  about  IGth  of  its  own  bulk,  of  water,  to  bring 
it  into  this  state.  This  water  was  necessary,  because  tiie  clay,  though  wet 
itself,  had  not  spare  water  enough  to  bring  the  compound  formed  by  adding 
the  chalk  to  it,  into  a  sufficiently  moist  state  for  use. 


104       OBSERVATIONS  ON  LIMES,  M  A TEft  CEMENTS,  Ac. 

clear,  being  made  of  one  entire  plate  of  3-cizhth-inch 
boiler-plate-iron  of  the  standard  dimensions  of 'J  feet  by  4, 
full  measure,  cut  into  four  pieces  for  the  sides,  Nshich  were 
held  together  by  two  square  iron  hoops  oulside,  and  pre- 
vented iVom  coHapsini:  by  iron  studs  inside.  A  sn;all  square 
grate,  having  half  inch  bars  and  half  inch  openings,  was 
placed  8  inches  from  the  bottom  of  this  furnace,  with  an 
ash  hole  below  it,  and  a  small  movable  iron  door  above  it, 
fixed  upon  a  hook  towards  the  lop  of  the  furnace,  and  kept 
close  .shut  by  the  weight  of  a  handle,  long  enough  to  allow  a 
person  to  take  it  off  when  hot,  without  inconvenience.  The 
space  below  the  level  of  the  grate  was  contracted  by  a  mix- 
ture of  siliceous  road  scrapings,  with  a  small  proportion  of 
clay,  well  rammed  round  an  upright  wooden  cylinder  or 
core,  in  the  centre  of  the  furnace,  to  which  an  opening  wascut 
horizontally  by  a  knife  from  the  mouth  of  the  ash  hole,  and 
in  the  same  Ibrm.  The  wooden  core  was  then  taken  out,  and 
the  grate  placed  and  bedded  upon  the  mass  of  rammed  earth, 
the  form  of  which  was  altered  or  improved  a  little,  by  paring 
away  with  the  knife,  or  adding  by  the  hand.  A  moderate 
fire  was  then  lighted,  and  kept  up  tor  a  few  hours  to  dry  and 
partially  burn  the  mixture  of  road  scrapings,  &:c,  below  the 
grate,  alter  which  the  kiln  was  ready  for  use.  The  fol- 
lowing  figures  will  sufliciently  explain  these  particulars. 

SMALL  IRON  FURNACE  USED  AS  A  CEMENT  KILN. 


■I>il|ll!lfl 


3 


1     Plan. 


2     Elcralion. 


3     Section. 


Fig.  1  is  a  plan,  or  horizontal  section  of  the  furnace, 
taken  above  the  level  of  the  grate.  Fig.  '2  is  an  elevation, 
showing  the  ash  hole  and  opening  of  the  door,  with  the  hook 
above  it,  but  the  door  itself  is  supposed  to  be  off.  Fig.  i3 
is  a  vertical  section  of  the  kiln,  having  the  door  fixed,  and 
supposed  to  be  filled  with  fewcl  and  raw  cement  in  alternate 
layers,  ready  for  burning,  which  were  arranged  as  follows. 
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(170)  Shavings  and  wood  were  laid  first  upon  the 
grate,  with  coals  or  coke  over  them,  to  the  height  ot  five  or 
six  inches,  which  being  liglited,  the  fire  was  blown  by  a  pair 
of  bellows  through  a  hole  left  in  one  side  of  the  furnace,  a 
little  above  the  level  of  the  grate,  until  it  burned  well.  Then 
a  layer  of  cement  balls  was  laid  over  the  whole  area, 
upon  which  a  second  layer  of  fewel  was  thrown,  and  then 
a  second  layer  of  cement  balls  laid,  and  so  on  ;  it  being- 
understood  that  the  uppermost  as  well  as  the  undermost  of 
these  alternate  layers  or  courses  always  consisted  of  fewel. 
The  little  furnace  could  just  hold  3  courses  of  cement  balls, 
thus  alternating  with  4  courses  of  fewel,  eachcourse  of  those 
balls  being  nearly  equivalent  to  the  twelfth  part  of  a  cubic 
foot,  or  to  one  pugmillful  of  raw  cement,  whilst  each  course 
of  fewel  measured  only  about  2  inches  in  depth,  except  the 
undermost  and  uppermost,  the  latter  of  which  was  heaped. 

(171)  After  trying  both,  we  abandoned  the  use  of  coals 
altogether,  because  as  our  little  furnace,  though  placed  on 
the  hearth  of  a  Smith's  forge,*  could  not  conveniently  be 
brought  under  the  chimney,  the  coals  caused  an  intolerable 
smoke,  and  required  the  bellows  to  be  kept  blowing  almost 
incessantly,  and  as  they  generally  burned  unequally,  they 
either  did  not  calcine  the  whole  of  the  cement  sufficiently, 
or  spoiled  a  part  of  it  by  overburning.  Moreover  the  coals 
were  liable  to  cake,  and  required  poking,  which  could  not 
be  done  without  breaking  the  cement  balls.  By  burning 
coke  on  the  contrary,  the  nuisance  of  smoke  was  avoided, 
and  after  a  clear  fire  with  a  strong  red  heat  had  been  ob- 
tained, by  using  the  bellows  for  about  a  quarter  of  an  hour, 
it  continued  in  the  same  satisfactory  state,  without  any 
necessity  either  for  blowing  or  poking  it,  until  the  cement 
was  properly  burned,  which  was  usually  accomplished  in 
about  three  hours  ;  and  as  part  of  the  calcined  cement  could 
be  drawn  or  taken  out  from  the  bottom,  whilst  more  raw 
cement  and  fewel  were  added  at  top,  without  disturbing  the 
fire,  in  the  same  manner  as  is  done  in  a  common  lime  kiln, 
this  little  furnace  might  have  been  kept  constantly  burning 
night  and  day ;  but  we  seldom  found  it  necessary  to  renew 
its  contents,  or  to  fill  it  more  than  once  in  the  same  day, 
although  it  might  have  been  conveniently  filled  three  times 
during  the  usual  working  hours.  In  drawing  this  little  kiln, 
that  is  in  raking  out  the  undermost  of  the  calcined  cement 

•  For  this  reason  wc  made  our  bellows  hole  on  the  far  side  of  the  fur- 
nace, opposite  to  the  door,  which  would  not  have  been  convenient  any  wiierc 
except  in  a  Smithy. 
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balls  throui,'h  the  door,  a  small  fragment  of  each  was  always 
tested  by  the  diluted  muriatic  acid,  and  if  eflervescencc 
took  place,  the  balls  were  put  in  again  at  the  top,  along  with 
more  fewel  to  be  reburned  (45).  But  if  non-eflervescence 
in  the  acid  showed  that  they  were  burned  enough,  any 
clinkered  or  overburned  portions,  which  occasionally 
occurred,  were  broken  oiT  and  thrown  away;  and  tiie  remain- 
der of  the  calcined  cement  was  then  ground  and  carefully 
bottled  up  for  use,  and  every  bottle  labelled. 

(172)  The  raw  cement  from  the  pugmill  ought  to  yield 
an  equal  quantity  or  even  a  little  more  of  calcined  cement 
powder  measured  lightly ;  but  owing  to  waste  from  over- 
burning,  &c,  the  average  produce  of  10  measures  of  our 
raw  mixture  was  only  9^  measures  of  the  cement  powder, 

(173)  To  grind  our  calcined  cement,  we  used  a  very 
simple  and  ingenious  little  mill,  represented  in  the  following 
figure,  which  did  the  same  work  in  much  less  time  and 
more  efl'ectually,  than  the  common  pestle  and  mortar. 


Part  of  the  Top 


^  of  the  Trcssel. 


The  essential  parts  of  this  little  machine,  said  to  have 
been  invented  for  grinding  indigo  dry,  by  Mr.  Rawlinson  of 
Derby,*  are  first  the  stone  bed  B,  having  a  cavity  cut  in  the 
upper  part  of  it,  in  the  form  of  a  portion  of  a  hollow  sphere, 
serving  as  the  mortar,  and  secondly,  tlie  upright  stone  or 
mulier  M,  nearly  of  a  cyliiuhical  form,  but  having  its  bot- 
tom convex  to  suit  the  former,  and  acting  as  the  pestle,  in 
grinding  the  calcined  cement,  which  it  docs  by  being  made 

•  Sec  tlic  Article  Drncmills,  in  Sir  David  Brewster's  Ediiibiircii  Eiicy- 
clopa>dia.  Tliis  little  inacliinc  is  said  to  lisve  been  iionoiired  by  a  medal  of 
tUu  Society  for  encouraging  Arts,  Commerce,  aud  Manufactures. 
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to  revolve  by  turning;  a  crank  on  its  own  vertical  axis  or 
spindle,  which  is  loaded  with  a  weight  at  top  to  give  it 
greater  power,  for  which  purpose  we  used  a  5^  inch  shell 
tilled  with  melted  lead. 

The  Midler,  which  was  10  inches  high,  and  about  6 
inches  in  diameter  at  bottom,  had  a  rectangular  hole  cut 
entirely  through  the  lower  part  of  it,  which  was  essential 
for  the  proper  action  of  the  machine ;  and  to  prevent  the 
fragments  and  dust,  which  were  whirled  violently  round, 
from  flying  out,  the  lower  stone  B,  which  was  square  in 
plan,  was  covered  with  a  movable  wooden  lid  in  two  pieces, 
shown  by  the  dotted  lines,  and  embracing  the  muller. 

The  moving  spindle  was  fixed  to  a  wooden  frame, 
and  in  order  to  prevent  shaking,  the  whole  apparatus 
shown  in  the  figure  was  firmly  bolted  down  to  the  top  of 
a  strong  well  framed  wooden  tressel,  the  other  parts  of 
which  have  been  omitted  for  the  sake  of  clearness. 

(174)  We  tried  the  same  little  machine  for  grinding  our 
chalk,  but  its  performance  was  not  salislactory.  In  w  orking 
dry,  the  chalk  became  caked  betw  een  the  two  slones,  and  on 
trying  to  grind  it  wet  as  in  the  washmill,  we  found  that  solid 
particles  remained  unbroken,  corresponding  with  the  whiten- 
ing maker's  sand  (147),  which  the  form  of  the  machine  did 
not  aftbrd  us  the  means  of  separating.  We  therefore  after 
having  previously  broken  our  chalk  into  small  pieces,  w  hich 
we  dried  by  a  fire,  or  by  placing  them  round  our  small 
furnace  when  in  use,  pounded  it  with  an  iron  pestle,  in  a 
broken  ten  inch  shell,  which  we  used  in  preference  to  a 
common  mortar,  sifting  the  chalk  powder  thus  produced 
through  the  very  fine  sieve  before  described  (108)  ;  for  ex- 
cept in  working  on  a  very  small  scale,  the  use  of  a  sieve 
cannot  be  dispensed  with. 

(175)  It  was  before  stated,  that  our  object  now  was  (o 
compare  the  strength  of  four  different  mixtures,  by  setting 
out  piers  or  rows  of  bricks  on  edge  from  a  wall,  with  each 
sort  of  them ;  and  as  our  recent  experiments  had  made  us 
of  opinion,  that  very  quick  setting  was  not  desirable  in  a 
water  cement,  we  resolved  that  we  would  only  add  one 
brick  every  day,  Sundays  excepted,  in  the  following  manner, 
to  each  of  our  four  experimental  piers,  which  were 
attached  to  one  of  the  interior  walls  of  what  was  origi- 
nally the  Farrier's  Shoeing  shop  in  the  North  Stable-yard, 
Brorapton  Barracks. 

In  commencing  each  of  our  piers,  a  small  rectangular 
portion  of  the  wall  sufiicicnt  for  receiving  the  first  brick  haU 
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the  whitewash  scraped  of\\  and  the  orifrinal  joints  of  the  brick- 
work raked  out  about  half  an  inch  in  depth,  whicli  were  tilled 
w  ith  pure  cement,  and  then  the  tirst  brick  w  us  attached  to 
the  face  of  the  wall  by  more  cement,  applied  before  that 
in  the  joints  had  betrun  to  set.  Whenever  a  new  brick  was 
about  to  be  added,  it  was  immersed  for  half  a  minute  in  a 
bucket  of  water,  and  the  face  of  the  w all  or  brick  already 
placed,  to  which  it  was  to  be  attached,  was  wetted  at  the 
same  time  by  the  brush,  after  which  cement  was  applied  to 
both  surfaces  by  a  bricklayer,  first  in  a  thin  coat  to  the  w  all 
or  fixed  brick,  and  then  in  a  thicker  coat  to  the  new  brick, 
pressino;  it  down  at  first  into  the  hollow  in  the  center  of  this 
second  brick,  in  order  to  prevent  the  formation  of  those 
cavities  or  air  cells,  which  sometimes  occur  in  the  joints  of 
bricks,  when  put  together  with  cement  in  a  hasty  manner, 
as  we  had  observed  in  former  experiments  of  the  same 
nature  ;133).  The  new  brick  was  then  applied  to  the 
former,  with  cement  auainst  cement,  by  another  man,  who 
adjusted  and  pressed  them  together,  first  with  his  hands,  and 
then  by  leaning  forward  and  holding  the  point  of  a  trowel 
against  the  center  of  the  back  of  the  new  brick,  and  as  this 
pressure  squeezed  out  a  part  of  the  cement  on  all  sides,  the 
bricklayer  finished  the  joint  by  working  up  these  projecting 
edges  of  moist  cement  all  round  with  his  trowel,  pressing 
them  in,  and  at  the  same  time  removing  superfluous  parts, 
so  as  to  produce  a  smooth  surface;  during  >\hich  process, 
and  for  some  time  afterwards,  the  other  man  still  remained 
steadying  the  new  brick,  which  he  did  not  quit,  until  Irom  5 
to  10  minutes  after  the  cement  for  the  joint  had  been  mixed, 
allowing  the  longest  time  to  those  mixtures,  which  had  the 
largest  proportion  of  clay.  The  average  thickness  of  the 
cement  joints  thus  formed  was  only  a  quarter  of  an  inch, 
but  owing  to  the  hollow  on  one  side,  with  which  English 
bricks  are  purposely  moulded,  they  were  about  half  an  inch 
thick  in  the  center.  The  bricks  used  in  all  our  piers  were 
handsome  Malms  or  Marie  bricks,  selected  from  a  brickfield 
near  Chatham,  and  were  previously  rubbed  together  to  take 
off  the  glaxc  from  the  surlacc,  w  Inch  was  done  without  any 
perceptible  diminution  of  their  thickness.  Each  cement 
joint  required  about  18  cubic  inches  of  cement  powder,  ex- 
cepting the  first  joint  connected  with  the  face  of  the  wall, 
which  took  double  that  quantity,  in  consequence  of  the 
orisinal  joints  of  chalk  lime  mortar,  which  Avould  have 
been  too  weak,  having  been  raked  out  and  made  good,  as 
before  stated. 
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(17G)  In  this  manner  four  brick  piers  were  built  simul- 
taneously, adding  one  brick  to  each  daily,  by  the  same  men, 
who  commenced  at  four  o'clock  every  afternoon,  Sundays 
excepted  as  before  said,  with  mixture  C  B,  being  tlie 
quickest  setting  mixture,  and  finishing  with  C  2  B  3,  the 
slowest  of  the  four,  and  continued  this  operation,  until  the 
whole  of  the  piers  fell  down,  which  occupied  not  less  than 
J35  days  from  the  placing  of  the  first  brick  on  the  28th 
of  September,  to  the  downfal  of  the  last.  During  the 
whole  of  this  period,  the  little  kiln  was  burning  every  day, 
also  with  the  exception  of  Sundays,  sometimes  containing 
only  one  pugmillful  of  raw  cement,  sometimes  three, 
which  was  the  utmost  that  it  was  capable  of  holding,  and 
which  was  equivalent  to  the  fourth  part  of  a  cubic  foot, 
but  more  usually  containing  two,  or  the  sixth  part  of  a 
cubic  foot.  It  required  a  good  deal  of  care  and  arrange- 
ment to  avoid  error,  in  preparing  and  serving  out  at  the 
same  time,  so  many  different  sorts  of  cement  for  our  ex- 
periments, which  was  done  quite  to  my  satisfaction  by 
an  acting  Corporal,*  who  took  charge  of  every  process 
necessary  in  our  little  temporary  cement  manufactory,  from 
the  procuring  of  the  raw  materials,  to  the  mixing  of  the 
calcined  cement  powder  for  the  use  of  the  bricklayer,  whom 
he  also  assisted  in  pointing  the  joints.  It  rained  almost 
incessantly  during  this  period,  which  included  three  days 
of  frost  and  snow,  but  very  few  of  clear  dry  weather.f 

(177)  At  tile  time  that  every  new  brick  was  added,  we 
made  one  or  two  experimental  balls  of  each  mixture,  and 
put  them  under  water  which  we  changed  daily,  in  order  to 
judge  also  of  their  hydraulic  properties,  and  with  the  ex- 
ception of  C  B,  in  which  chalk  predominated,  and  which 
occasionally  fell  to  pieces  in  the  course  of  five  or  six  days 
after  immersion,  all  the  others  set  remarkably  well,  and  so 
did  this  mixture  itself  generally,  for  those  balls  which  did 
not  fail  became  very  hard.  Hence  if  we  had  only  tried 
these  mixtures  on  a  small  scale,  we  would  have  considered 

•  Lance  Corporal  John  Down,  who  executed  most  of  the  other  experi- 
ments of  this  year  also,  assisted  by  three  military  boys,  of  whom  he  had 
charge,  lie  being  the  acting  BnKle-Major.  Private  John  Carter  was  tiie 
bricklayer  employed.  Private  Edward  Lowe,  a  mason,  held  every  new 
brick  whilst  being  placed. 

t  This  damp  state  of  the  weather  must  Iiave  been  unfavourable  to  our 
experiments,  because  in  reference  to  tiie  circumstance  of  Messrs.  Francis, 
White  and  Co.  having  set  out  2'J  bricks  from  a  wall  by  their  best  natural 
cement, as  stated  in  Articiel32,oneof  the  partners  informed  me,that  this  could 
be  done  in  one  month  in  summer,  but  that  it  required  two  months  to  accom- 
plish it  in  winter. 
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C  B  ratlier  inlorior  from  this  circiunstancc,  but  we  might 
have  thoij;:ht  all  the  others  excellent,  and  supposed  them  all 
to  be  equally  good.  This  however  was  far  Irom  being  the 
case,  as  we  discovered  from  the  results  of  our  four  experi- 
mental piers,  which  proved  that  there  was  a  considerable 
dillcrence  in  the  strength  of  all  these  mixtures,  and  conse- 
quently convinced  us  of  the  great  utility  of  this  mode  of 
comparison.  The  figures  afterwards  subjoined  show  the 
state  of  each  pier  before  it  fell,  w  ith  its  length  at  the  average 
rate  of  only  '2y  inches  per  brick,  which  is  much  less  than 
the  average  thickness  of  the  courses  of  common  brickwork, 
and  its  weight  at  the  average  of  about  0  lbs,  per  brick.* 

Mixture  C  B,  which  was  generally  ot  a  light  brown  but 
sometimes  of  a  dirty  wiiite  colour,  which  last  we  had  before 
ascertained  to  be  an  unfavourable  symptom  of  a  water 
cement  (140),  supported  only  21  bricks,  and  in  about  half 
an  hour  after  the  last  was  placed,  the  pier  gave  way  at  the 
second  joint  from  the  wall,  leaving  two  bricks  standing. 

Mixture  C  2  B  3  supported  2G  bricks,  and  mixture 
C  3  B  4  supported  28  bricks,  after  which  each  of  their 
respective  piers  fell  down  some  time  in  the  night,  separating 
at  the  wall  joint,  but  tearing  out  small  portions  of  the  ori- 
ginal red  bricks  belonging  to  the  wall,  which  did  not  seem  so 
good  as  those  with  which  we  operated.  The  above  three 
piers,  after  detaching  themselves  from  the  w  all  by  one  joint 
only,  were  fractured  in  several  other  parts  by  falling,  from 
the  height  of  nearly  5  feet,  down  upon  a  floor  paved  with 
small  hard  stones  ;  and  in  several  of  these  last  fractures,  two 
adjacent  bricks  were  both  broken  oblitiucly,  instead  of  the 
separation  taking  place  uninterruptedly,  in  the  continued 
direction  of  the  cement  joint,  by  which  they  had  been  con- 
nected. 

•  The  average  weiglit  of  each  of  these  bricks  when  qnite  dry  was  5  lbs 
5  oz.  The  surplus  weight  was  caused  chiefly  by  tiie  cement  joint,  but  partly 
also  by  their  being  each  saturated  with  water  when  placed,  so  that  the  last 
built  portion  of  the  pier  was  always  in  a  dannp  state. 

We  also  tried  to  set  out  a  line  of  bricks  from  a  wall,  placing  tlicni  with  their 
greatest  width  downwards  but  end  to  end,  or  with  the  whole  length  of  every 
brick  at  right  angles  to  the  wall.  On  allowing  only  a  quarter  of  an  hour  for  each, 
it  was  impossible  for  any  of  our  cements  to  set  out  more  than  one  brick,  as  the 
pier  always  broke  clown  on  the  addition  of  a  second.  We  therefore  allowed 
one  hour  for  each  brick,  and  then  mixture  C  B  set  out  three  bricks  end  to 
end,  but  on  the  addition  of  the  fourth,  when  the  pier  measured  three  feet  in 
length,  it  broke  down.  C  4  B  5  also  set  out  four  bricks,  after  which  the  pier 
broke  down.  Upon  the  whole  we  did  not  consider  this  sort  of  experimental 
pier  to  be  at  all  satisfactory.  The  smallness  of  the  cement  joints  renders 
them  much  more  li;ii)le  to  be  deranged,  during  the  placing  of  each  new  brick 
than  in  the  former  method,  and  the  leverage  abruptly  added,  by  one  wliole 
brick's  length  at  once,  is  too  great. 
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(178)  Mixture  C  4  B  5  supported  31  bricks,  which  pro- 
jected G  feet  lis  inches  from  the  lace  of  the  wall,  and  weighed 
189  lbs,  and  in  KJ  hours  after  the  last  brick  had  been  placed, 
the  pier  gave  way  at  the  first  joint  from  the  wall,  leaving 
one  brick  standing.  The  remainder  of  the  pier,  composed  of 
a  mass  of  30  bricks  cemented  together,  was  prevented  from 
breaking  after  detaching  itself  from  the  wall,  by  a  plank 
covered  with  bags  full  of  shavings,  placed  a  little  below  it 
for  this  purpose. 

;         SECTIONS  of  the  EXPERIMENTAL  PIERS  before  thetj  fell. 
Mixture  C  4  B  5,  31  Bricks. 


i 


Length  6'  11  i",  Weight  186  lbs. 


C  3  B  4,  28  Bricks. 


^^ 


x^. 


m 


Length  G'  5",  Weight  111  lbs 
C  2  B  3,  26  Bricks. 


m 


ITTTT 


Length 5'  lOi",  Weight  160 Ihs.         ^^^| 


Length  4'  8",  Weight  128  lbs 


Considering  that  this  mode  of  setting  out  bricks  from 
a  wall,  though  an  excellent  test  of  the  quality  of  different 
sorts  of  cement,  if  always  done  under  the  like  circumstances, 
might  be  supposed  doubtful,  if  executed  by  workmen  of  un- 
equal skill,  or  not  precisely  in  the  same  manner,  and  in  diffe- 
rent states  of  weather  or  of  temperature;  and  considering  also 
that  a  pier  of  this  sort  exhibited  at  the  premises  of  any 
cement  manufacturer  might  not  be  considered  satisfactory, 
by  persons  who  had  not  been  actually  present  at  the  time 
the  bricks  were  placed  ;  since  there  can  be  no  doubt,  that  by 
permanently  supporting  such  piers  for  several  months,  a 
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much  ir renter  rffect  would  bo  |irndiiccfl,  than  by  the  mode 
J  have  described  of  only  hohlinij  each  successive  brick  a 
few  minutes  by  a  trowel ;  it  therefore  appeared  desirable, 
>\hen  we  first  prepared  for  commencing  those  experimental 
piers,  to  make  arrangements  also  for  trying  the  comparative 
strength  of  the  same  four  artificial  mixtures,  by  tearing  them 
gradually  to  pieces  by  dead  weight,  in  the  manner  before 
described  in  Article  133. 

(17U)  For  this  purpose  we  cemented  together  little  masses 
of  three  bricks  each,  having  mortises  cut  in  the  upper  and 
lower  bricks  for  receiving  the  iron  nippers  before  described, 
exactly  similar  to  the  mortises  represented  in  the  upper  and 
lower  bricks  of  the  little  mass  of  five  bricks  represented  in 
the  figure  annexed  to  the  same  Article  (133),  which  has  just 
been  quoted.  With  each  of  our  four  experimental  mixtures, 
we  cemented  together  two  such  masses,  making  eight  in  all, 
which  afterwards  we  proceeded  to  tear  asunder  by  weights 
in  from  30  to  43  days  after  they  w  ere  made  ;  but  instead  of 
suspending  our  masses  by  a  rope  as  before,  we  deemed  it 
more  convenient  to  use  iron  connecting  rods,  and  as  the 
scale  board  was  too  small  to  hold  the  necessary  weights, 
instead  of  a  cask  to  hold  24  pound  shot,  which  we  had  used 
before,  we  now  laid  a  couple  of  strong  12  feet  three-inch  deals 
upon  the  scale  board,  and  loaded  them  from  the  center  out- 
wards by  two  or  sometimes  three  parallel  rows  of  iron 
half-hundred  weights,  laid  on  one  at  a  time,  until  fracture 
took  place ;  taking  great  care  that  the  men  w  ho  applied  them 
should  always  stand  sideways,  w  ith  their  feet  clear  of  the 
scale  board  and  planks,  w hich  together  with  the  lower  nip- 
pers w  eighed  205  lbs,  and  in  the  records  of  our  experiments, 
this  was  of  course  included  as  a  part  of  the  breaking  weight. 

Of  mixture  C  B,  the  first  sample  broke  down  under 
989  lbs,  and  the  second  under  l.>49  lbs. 

Of  mixture  C  2  B  3,  the  first  sample  broke  down  under 
1437,  and  tiie  second  under  132-3  lbs. 

Of  mixture  C  3  B  4,  the  first  sample  broke  down  under 
ItjGl,  and  the  second  under  1717  lbs. 

Of  mixture  C  4  B  5,  on  trying  the  first  sample  in 
this  manner,  the  apparatus  broke  down  four  times,  twice 
under  a  weight  of  2109  lbs,  and  afterwards  under  weights 
of  2389  and  of  2333  lbs,  but  on  examination  we  found  in 
all  those  cases  that  the  ironwork  only  had  given  way,  whilst 
the  bricks  and  cement  remained  perfect.  On  trying  this 
same  sample  two  days  afterwards  with  stronger  iron  work, 
it  gave  way  soon  after  44  iron  half-hundred  weights  were 
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placed  upon  the  plants  over  the  scale  beam,  as  represented 

in  the  above  figure,  the  total  weight  at  this  period  being 

2669  lbs,  but  on  examination,  the  upper  brick 

was  found  to  have  been  torn  entirely  across  from 

one  mortise  to  the  other,  whilst  the  two  cement 

joints  were  both  perfect.     The  second  sample  of 

the  same  mixture  gave  way  under  2109  lbs,  but 

in  this  case  also,  the  uppermost  brick  only  was 

torn  to  pieces, 

(180)  Thus  the  experiments  for  tearing 
asunder  the  cement  joints  of  these  little  masses 
appeared  to  confirm  the  general  results  of  the 
former,  inasmuch  as  the  average  weights  for 
rupturing  them  were  smaller  or  greater,  in  propor- 
tion as  each  mixture  had  i)reviously  stuck  out  a 
smaller  or  greater  number  of  bricks  from  the  wall. 
These  last  experiments  also  seemed  to  prove 
that  C4  B5,  the  best  of  our  four  experimental 
mixtures,  was  much  stronger  at  the  age  of  38 
or  40  days,  but  that  the  three  others  were  weaker, 
than  the  select  bricks  used  by  us.  In  order  to 
fracture  the  joints  of  this  superior  mixture,  it 
therefore  appeared  necessary  to  adopt  a  dilferent 
arrangement,byforming  masses  of  four  bricks,  and 
making  the  mortises  for  the  nippers  in  the  middle 
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of  the  second  and  third  bricks  of  these  masses,  as  repre- 
sented in  the  foregoing  fiijure,  by  which  means  the  solid  part 
above  and  below  the  mortises  is  strengthened  by  the  thick- 
ness of  one  entire  brick  and  a  cement  joint,  leaving  the 
center  joint  of  cement  only  exposed  to  the  lull  action  of  the 
breaking  apparatus;  and  we  therefore  thought,  that  this 
joint  could  not  fail  to  be  torn  asunder,  before  the  bricks 
gave  way.  As  the  two  samples  of  C  B  had  broken  under 
very  unequal  weights,  it  seemed  desirable  to  expose  more 
samples  of  all  the  four  mixtures  to  the  same  action,  in  order 
to  obtain  an  average  for  each  mixture  founded  upon  more 
experiments  than  two,  and  for  this  purpose  we  used  portions 
of  the  brick  piers  previously  broken  down,  as  well  as  new 
cement.  The  results  of  the  former  and  of  these  new  experi- 
ments, are  contained  in  the  following  table. 

TAHLE  I.    COMPARATIVE  COHESIVE  STRENGTH  OF  VARIOUS 
ARTIFICIAL  CEMENT  MIXTURES. 


No.  of 
the  Expe- 
riment 
with 
each 
Mixture 


Propoitions  bj  weight  of  the  Artificial 
Cement  Mixture,  of  C,  Chnlk,  and  b, 
Blue  Clay,  and  whether  the  Brickwork 
was  an  original  Mass,  or  part  of  a 
Mass,  or  of  a  Pier,  previously  experi- 
mented upon 


Age  of 

Weight 

the 

that  tore 

Cement 

asunder  thf 

in 

Mass, 

days. 

in  lbs. 

The  fracture 

took  place 

in  the 


1  C  B.     No.  1,  Mass 

2  C  l».     No.  2,  Mass    

3  C  B.     Part  of  Pier       

4  C.  B.     Remainder  of  No.  I  . . 

5  C  B.     Remaiuder  of  No.  2  . . 

1  C4  B5.     No.  I,  Mass.. 

2  Ct  B5.    The  same 

3  (;4  B5.     The  same 

4  C4  Bo.    Tiic  same 

5  C4  B5.     The  same 

6  C4  B5.     No.  2,  Mass    

7  C4  B.5.     Part  of  a  Pier 

8  C4  B5.     Remainder  of  No.  1 

9  C4  B5.     Remainder  of  No,  2 

1  C3  B4.     No.  1,  Mass    

2  rs  Bl.     Remainder  of  No.  I 

3  i     C3  Bl.     No.  2,  Mass    

4  I     C3  B4.     Remainder  of  No.  2 

C3  B4.     Part  of  a  Pier    

C3  B4.     Part  of  a  Pier    

1  C2  B3.     No.  1,  Mass    

2  C2   B3.     No.  2,  Mass    

3  r/2  B3.     Part  of  a  Pier      ... 

4  C2  H:i.     Part  of  a  Pier    

5  C2  B3.     Remainder  of  No.  1 

6  C2  B3,     Remainder  of  No.  2 

7  C2  B3.     Part  of  a  Pier    


35 

989 

35 

1549 

58 

2105 

68 

1549 

68 

1885 

38 

2109 

38 

2109 

38 

2389 

38 

2333 

40 

26G9 

40 

2109 

65 

3257 

74 

2725 

74 

3117 

39 

1661 

39 

1101 

39 

1717 

39 

1325 

69 

2525 

74 

4455 

39 

1437 

42 

1325 

65 

1965 

74 

4009 

75 

2277 

75 

1605 

91 

3981 

Joint. 
Joint. 
Joint. 

BRICK. 

Joint. 

APPARATUS. 
APPARATUS. 
APPARATUS. 
APPARATUS. 

BRICK. 

BRICK. 

BRICK. 

BRICK. 

BRICK. 

Joint. 

BRICK. 

Joint. 
Joint. 

BRICK. 
BRICK. 

Joint. 

Joint, 
Joint. 

BRICK. 

Joint. 
Joint. 
Joint. 
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(181 )  On  exarainiug  the  contents  of  the  table  with  atten- 
tion, it  will  be  evident  that  the  induration  of  cement  is  more 
gradual  than  is  generally  supposed,  since  all  those  mixtures 
increased  greatly  in  cohesive  strength,  by  allowing  some 
weeks  longer  for  the  cement  to  set,  before  the  joints  were 
subjected  to  the  breaking  apparatus.  1  bus  for  example, 
whilst  all  were  improved  by  age,  mixture  C2  B3,  v\hich 
had  not  borne  more  than  1437  lbs.  when  about  40  days  old, 
now  bore  4009  lbs.  in  one  experiment,  in  w  hich  the  bricks 
gave  way  and  not  the  joint.  Also  mixture  C3  B4  which 
had  only  borne  1717  lbs.  when  39  days  old,  bore  445.5 
lbs.  when  74  days  old,  in  one  experiment,  in  which  also 
the  bricks  broke  down,  for  the  new  arrangement  of  the 
brick  masses  did  not  render  them  stronger  than  the  cement, 
as  we  had  expected;  and  untbrtunately  C4  B5,  which  proved 
to  be  the  strongest  of  all  our  mixtures  at  38  or  40  days 
old,  was  associated,  after  the  w  hole  had  attained  the  age  of 
about  70  days  or  more,  w  ith  much  w  eaker  bricks,  than  either 
of  the  two  other  mixtures  that  have  been  mentioned.  But 
supposing  this  cement  still  to  retain  its  superiority  over 
those  two  at  the  above  increased  age,  w hich  at  this  period 
was  probable  though  not  absolutely  proved,  it  appeared 
to  me,  that  the  average  weight  for  tearing  a  joint  of  this 
mixture  to  pieces  at  70  days  old,  could  not  reasonably  be 
estimated  at  less  than  5000  lbs. 

It  may  be  observed,  in  respect  to  the  general  increase 
of  average  cohesive  strength  by  age,  that  the  quickest  setting 
cements  appear  soonest  to  come  to  a  stand;  for  CB  increased 
by  far  the  least  of  all  in  proportion  to  its  age.  We  do  not 
know  what  the  increase  of  C  4  B  5  the  next  in  order  in  this 
quality  may  have  been  ;  but  the  increase  of  C  3  B  4,  and  of 
C  2  B  3  the  two  next  in  order,  and  the  slow  est  settingcements 
of  the  whole  w  as  very  remarkable.  And  unless  experiments 
of  the  same  kind  were  tried  with  hard  stone  instead  of  bricks, 
it  is  impossible  to  say,  whether  these  three  last  mixtures 
may  not,  by  trying  them  at  still  greater  ages  than  70  days, 
require  much  greater  weights  than  4000  or  5000  lbs.  to 
break  them  down.  It  is  also  doubtful,  whether  as  they  all 
grow  still  older,  the  slowest  setting  cement  C2  B3  may 
not  gain  upon  C3  B 4,  and  both  upon  C  4  Bo.  In  the 
mean  time,  it  may  be  observed,  that  this  last  cement  acquired 
in  the  space  of  40  days  much  greater  cohesive  strength, 
than  that  of  the  best  bricks  that  we  were  able  to  procure  in 
this  neighbourhood,  w  hich  1  believe  to  be  as  good  as  any 
made  in  Entrland. 

I  2 
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ADDITIONAL  EXPERIMENTS  ON  THE  COMPARATIVE  COHE- 
SIVE STRENGTH  OF  QUICK  SETTING  AND  SLOWER  SETTING 
CEMENTS,   BY  STICKING  OUT  BRICKS  FROM  A  WALL. 

(182)  Having  some  doubts,  whether  the  common  mode 
of  setting  out  bricks  from  a  wall  in  shorter  periods  than 
one  day,  \vas  a  fair  trial  of  the  comparative  cohesive 
strength  of  cements,  I  tried  C  B  the  quickest  setting,  against 
C  4  B  5,  then  considered  the  strongest,  of  our  cement  mix- 
tures, bj^  sticking  out  bricks  from  a  wall  with  each,  in  the 
same  manner  that  was  before  described  in  Article  178,  but 
in  a  much  shorter  time,  allowing  only  a  quarter  of  an  hour, 
instead  of  one  whole  day,  for  the  settinii:  of  each  brick. 

Adopting  this  arrangement,  C  B  supported  12  bricks, 
after  which  the  pier  fell  down,  but  on  examining  one  of  the 
joints,  it  had  evidently  been  injured  by  moving  the  last 
brick  in  placing  it,  whilst  the  cement  was  setting;  and 
therefore  we  gave  this  proportion  a  second  trial,  taking 
care  to  mix  the  cement  very  thin,  and  indeed  almost  in  a 
fluid  state,  in  order  to  prevent  its  setting  before  each  new- 
brick  was  definitely  placed.  Using  this  precaution,  mix- 
ture C  B  set  out  18  bricks  from  the  wall. 

C  4  B  5,  the  strongest  of  our  mixtures,  on  the  contrary, 
only  supported  12  bricks  when  applied  at  intervals  of  a 
quarter  of  an  hour.  On  trying  the  same  mixture  by  setting 
out  bricks  at  intervals  of  half  an  hour,  it  supported  18 
bricks,  after  which  it  fell  down.  But  on  trying  it  a  third  time, 
with  intervals  of  one  hour  per  brick,  it  supported  24  bricks 
before  the  pier  fell  down,  which  was  a  greater  number 
than  C  B  had  supported  at  intervals  of  one  day  per  brick. 

THAT  THE  MODE  OF  TRYING  THE  COMPARATIVE  COHESIVE 
STRENGTH  OF  TWO  DIFFERENT  SORTS  OF  CEMENT,  BY 
STICKING  OUT  BRICK  PIERS  FROM  A  WALL  WITH  EACH, 
IS  UNCERTAIN,  UNLESS  MORE  PIERS  BE  MADE,  AND  MORE 
TIME  AND  TROUBLE  GIVEN  TO  THIS  SORT  OF  TRIAL, 
THAN  WOULD  GENERALLY  BE  CONVENIENT. 

(183)  From  these  last  experiments,  it  may  be  inferred, 
that  in  trying  the  comparative  cohesive  strength  of  two  sorts  of 
cement  by  setting  out  brick  piers  from  a  wall,  the  intervals 
allowed  forthe  placing  of  each  brick  should  be  in  proportion 
to  the  time  required  by  the  slowest  setting  cement  of  the  two  ; 
otherwise  an  erroneous  result  may  be  obtained ;  for  at  shorter 
intervals,  the  quickest  setting  cement,  though  from  that 
very  property  less  fit  for  the  purposes  of  Practical  Archi- 
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lecture,  and  in  reality  the  weakest  of  the  two,  may  stick  out 
the  greatest  number  ot  bricks. 

But  as  two  experimental  piers  only,  one  for  each  sort  of 
cement,  might  be  liable  to  error,  from  the  great  risk  of  the 
last  cement  joint  of  each  being  disturbed,  whilst  every  new 
brick  is  being  placed,  which  risk  increases  in  proportion  to 
the  length  of  the  pier  ;  I  consider  that  to  insure  any  thing 
like  certainty,  six  such  piers,  three  for  each  sort  of  cement, 
would  be  necessary,  in  order  to  aflbrd  a  just  average  of 
comparative  strength;  and  as  the  intervals  for  placing  suc- 
cessive bricks  in  both  piers  ought  not  to  be  less  than  one 
hour,  or  rather  two  hours  for  each  brick,  which  would 
require  the  persons  employed  to  work  night  and  day  ;  this 
arrangement  would  be  attended  with  much  trouble  and 
inconvenience.  If  the  workmen  left  off  placing  bricks 
during  the  night,  which  might  be  considered  fair  enough,  as 
both  cements  would  be  treated  alike,  it  would  require  two 
dajs  to  complete  the  trial  at  intervals  of  one  hour,  and  three 
days  to  complete  it  at  intervals  of  two  hours,  per  brick : 
and  in  so  doing,  if  the  cements  were  both  tolerably  good, 
one  cannot  reckon  upon  using  fewer  than  an  average  of  20 
bricks  tor  each  pier,  connected  to  the  wall  and  to  each 
other  by  the  same  number  of  cement  joints,  and  amounting 
to  1"20  bricks  and  120  joints  in  all.  Besides  which,  no 
person  who  took  a  great  interest  in  ascertaining  the  compara- 
tive goodness  of  the  two  cements  accurately,  would  be 
satisfied  with  the  result,  unless  he  saw  every  brick  placed 
himself.  Hence  this  sort  of  trial,  if  executed  fairly,  would 
give  more  trouble  and  take  up  more  time,  than  any  man  of 
business  could  conveniently  devote  to  it. 

(184)  After  the  last  "experiments  which  have  been 
recorded,  though  there  seemed  good  reason  for  beheving 
that  C  4  B  .5  was  the  strongest  of  all  the  cement  mixtures, 
that  we  had  yet  tried ;  yet  as  it  was  not  impossible,  but  that 
some  intermediate  mixture  between  this  and  C  B,  which 
differed  from  it  in  containing  less,  or  between  this  and  C3 
B  4,  which  differed  from  it  in  containing  more  blue  clay, 
might  be  still  stronger  ;  it  seemed  desirable  to  ascertain  this 
point  by  further  experiment,  by  trying  the  same  mixture  in 
competition  with  some  others,  containing  rather  smaller  or 
rather  larger  proportions  of  clay.  But  for  the  reasons 
stated  in  the  preceding  article,  we  determined  to  relinquish 
the  embarrassing  process  of  setting  out  bricks  from  a  wall, 
and  adopted  a  much  simpler,  less  troublesome,  and  altoge- 
ther more  satisfactory  method,  in  the  new  series  of  experi- 
ments, which  shall  next  be  described. 
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FINAL  EXPERIMENTS  TRIED  IN  1837,  FOR  ASCERTAINING 
THE  STRONGEST  ARTIFICIAL  PEMENT,  THAT  CAN  BE 
MADE  OF  CHALK  AND  BLUE  ALLUVIAL  CLAY. 

(185)  The  new  mixtures  were  formed  by  combininjj  the 
same  invariable  quantity  of  dry  chalk  powder,  namely  4  lbs, 
with  nine  different  proportions  of  fresh  blue  clay,  differing 
from  each  other  by  one  tenth  of  a  pound,  and  varying  from 
4  pounds  8  tenths,  to  5  pounds  G  tenths,  inclusive.  It  was 
not  my  intention  to  have  gone  farther  than  5  lbs  3  tenths, 
but  the  results  of  the  three  higher  proportions,  though  pre- 
pared by  mistake,  shall  not  be  omitted;  especially  as  they 
tended  to  set  one  of  our  former  conclusions  aside,  which 
proves  the  great  advantage  of  multiplied  experiments,  in 
trials  of  this  kind.  By  each  of  these  mixtures, 
4  or  G  small  mtasses  of  bricks,  or  sometimes  more, 
were  cemented  together  in  pairs,  thus  having 
only  one  joint  in  each  mass,  which  we  considered 
the  safest  mode  of  proceeding,  because  there 
is  no  risk  of  its  being  disturbed,  which  might 
be  the  case,  if  a  third  brick  requiring  a  second 
joint  were  added.  Mortises  for  the  nippers 
were  cut  in  each  pair  of  bricks  in  the  usual 
manner,  which  in  order  to  give  more  strength 
to  the  bricks,  were  cut  nearer  to  the  common 
joint,  than  to  the  top  or  bottom  of  the  little 
mass,  as  shown  in  the  annexed  figure.*  We 
fixed  upon  10  days,  as  the  proper  period  for 
experimenting  upon  these  little  masses,  by  the 
breakingdown  apparatus  before  described,  which 
lime  we  considered  more  than  enough  to  afford 
a  just  estimate  of  the  comparative  strength,  even 
of  the  slowest  setting  cements,  being  in  fact  five 
times  longer,  than  I  had  ever  known  to  be 
allowed  for  any  one  joint,  in  the  common  mode  of 
trying  the  strength  of  cements.f  At  the  same  time, 

•  A  piece  of  cord,  uot  shown  in  the  figure,  was  always  used  to  connect 
the  lower  nippers  with  the  pyn.  and  prevent  them  from  fallmg  to  the  ground 
also,  after  the  scalehoard  and  weights  fell  down. 

i  I  allude  to  the  usual  mode  of  setting  out  bricks  frona  a  wall,  for 
which  purpose  I  have  never  known  more  tlian  two  days  per  joint  to  be 
allowed,  wliich  was  only  done  in  winter,  when  cement  sets  m»st  slowly.  See 
the  second  note  to  Article  176  It  «as  not  my  intention  to  have  allowed  a 
longer  period  than  10  days  for  trying  any  of  these  mixtures,  hot  the  meu 
employed  anderstood.  that  I  meant  what  they  termed  10  clear  days  for  the 
cemiDt  to  set,  and  therefore  did  not  prepare  the  breaking  down  apparatus, 
&c,  for  my  inspection  until  the  llih  day.  Thirty  days  make  a  great  dilference 
in  the  cohesive  strength  of  cement ;  but  2  or  3  additional  days,  or  even  4  or 
5,  appear  to  make  very  little  differeace  after  the  lOtb  daj. 
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from  our  former  experiments,  we  concluded  that  the  strongest 
cement,  when  only  from  10  to  12  days  old,  would  be  so 
mucli  weaker  than  well  burned  bricks,  that  we  antici- 
pated no  trouble  from  any  of  the  bricks  giving  way.  The 
process  now  adopted  was  also  very  convenient,  because 
after  the  mortises  in  the  sides  of  the  bricks  are  cut, 
it  only  requires  one  bricklayer  and  his  assistant  to 
be  employed  for  a  couple  of  hours,  in  putting  10  masses 
together,  consisting  of  5  pairs  of  bricks  each,  which  are 
quite  sutficient  for  trying  any  two  cements  properly  ;  and  at 
the  end  of  the  ten  days  after  the  apparatus  is  prepared,  the 
whole  of  them  may  be  broken  down  also  iu  a  couple  of 
hours,  by  the  assistance  of  three  or  four  labourers  ;  both  of 
which  operations  any  man  may  attend  personally  without 
inconvenience. 

In  preparing  for  this  experiment,  we  had  selected  the 
very  best  bricks  that  could  be  procured,  partly  clamp  and 
partly  kiln-burned,  not  only  from  the  former  brickworks, 
but  from  two  other  brickfields,  all  of  which  were  well 
burned,  ringing  well  when  struck  together,  and  most  of  them 
being  paving  bricks,  weighing  no  less  than  6|  lbs,  on  an 
average,  when  perfectly  dry.  We  were  therefore  dis- 
appointed to  find,  that  an  unusual  number  of  these  bricks 
gave  way,  instead  of  the  cement,  under  weights  much  less 
than  what  bricks,  apparently  not  superior  to  these  in  outward 
appearance,  had  born  without  injury,  in  our  former  experi- 
ments, in  fact  a  sufficient  number  of  cement  joints  did  not 
break  down,  to  render  this  new  set  of  experiments  conclu- 
sive, the  results  of  which,  such  as  they  are,  have  been 
entered  in  the  following  Table. 

TABLE  II.    COMPARATIVE  COHESIVE  STRENGTH  OF  VARIOUS 
ARTIFICIAL  CEMENT  MIXTURES. 


No.  of 
Experi- 
mcnl. 

Froporlioiis 
of  the  Mixture 

by  weight  of 
C  Chalk,   and 
n   Blue  Clav. 

Age 
of  the 
Cement 
in  days. 

Weight 
that  tore 
asunder 
the  Mass, 

in  lis. 

The  fracture 

took  place 

ill  the 

Average 
breaking 
weight 
in  lbs. 

1 
2 
3 
4 

1 
2 

3 
4 

C4  B4-8 
C4  B4-8 
C4  1J4-8 
C4  B4-8 

C4  B4-9 
C4  B4-9 
C4  B49 
C4  B4-9 

11 
11 
13 
13 

11 
11 
13 
13 

936 

1304 

926 

821 

1409 

1374 

1108 

989 

Joint. 
Joint. 
Joint. 
Joint. 

BRICK. 

Joint. 

BRICK. 
BRICK. 

1 

>  997 

J 

1 
)>1220 

J 
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TABLE  II.   CONTINUED. 


No.  of 

Proportion* 
of  ihe  Mixture 

Ape 

Weight 
that  tore 

The  fracture 

Average 

Experi- 

mrnt. 

bv  utii-hi  of 
C  ChHik,  aod 

of  the 
Cement 

■sunder' 
the  Mass, 

took  place 

brrakiug 
wpisl.t. 

I!   Blu.-  C1»T. 

io  days. 

in  lbs. 

in  the 

in  lbs. 

1 

C4  B.5 

11 

1227 

Joint. 

^ 

2 

C4   8.5 

11 

not 

Joint. 

3 

CI   B5 

11 

149.S 

J  lint. 

4 

(.4   Bo 

11 

1073 

Joint. 

5 

C4   B5 

11 

1409 

J»int. 

6 

C4  B.5 

11 

1437 

BRICK 

7 

C4  Bo 

11 

1577 

BRICK. 

>-1359 

8 

C4  Bo 

11 

141G 

BRICK. 

9 

C4  B5 

13 

1402 

Joint. 

10 

C4  Bo 

13 

1155 

Joint. 

11 

C4  Bo 

12 

I4C5 

BRICK. 

12 

C4  B5 

12 

1549 

Joint. 

1 

C4  B51 

IL 

709 

Joint. 

2 

C4  B51 

11 

541 

Joint. 

1 

3 

C4  Bol 

13 

989 

Joint, 

y  751 

4 

C4  Bo  1 

13 

765 

Joint. 

J 

1 

C4  B5-2 

11 

933 

Joint. 

2 

<:4  Bo-2 

11 

1521 

Joint. 

3 

C4  B5-2 

11 

I4C5 

Joint. 

4 

C4  B5-2 

11 

1353 

BRICK. 

5 

C4  Bo  2 

11 

1297 

Joint. 

>1412 

6 

C4   B5-2 

11 

1941 

Joint. 

7 

C4  Bo-2 

11 

2193 

BRICK. 

8 

C4  Bo-2 

11 

1605 

BRICK. 

9 

Co  Bo-2 

13 

427 

Joint, 

10 

C4  Bo-2 

13 

1388 

Joint. 

- 

1 

C4  B5-3 

12 

1199 

BRICK. 

^ 

2 

C4  B.5  3 

12 

1388 

BRICK. 

1 

3 

C4  B5-3 

12 

1332 

BRICK. 

>1277 

4 

C4  B5-3 

12 

1113 

BRICK. 

5 

C4  Bo  3 

12 

1113 

BRICK. 

' 

6 

C4   B5-3 

12 

1514 

BRICK. 

J 

1 

04   B5  4 

12 

1584 

BRICK. 

1 

2 

C4   B5-4 

12 

1328 

BRICK. 

1 

3 
4 

C4   B5  4 
C4   Bo  4 

12 
12 

14<i3 
1325 

Joint. 

BRICK. 

>.1413 

5 

C4   B5  4 

12 

13-J5 

BRICK. 

6 

C4   B5-4 

12 

1123 

BRICK. 

J 

1 

C4  Bo-o 

12 

1493 

BRICK. 

1 
1 

2 

04  Bo  5 

12 

1409 

BRICK. 

3 
4 

C4   B5  5 
C4  Bo -.5 

12 
12 

1325 
1633 

BRICK. 

Joint, 

>.1453 

5 

04  Bo-5 

12 

1528 

RRICK. 

6 

04  Bo-5 

12 

1325 

Joint. 

J 

1 

CA  Bo-G 

11 

1115 

Joint. 

^ 

2 

04  Bo-6 

11 

641 

Joint. 

3 

04   Bo  0 

11 

1115 

BRICK. 

>.  987 

4 

04  Bo-G 

11 

1409 

Joint. 

5 

04   B.5  6 

11 

821 

Joint, 

1 

6 

C4  B5  fi 

11 

821 

Joint , 

J 
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(18G)  On  examing  the  contents  of  the  foregoing  Table 
with  attention,  and  comparing  it  with  the  results  of  our 
former  experiments,  some  anomalies  appear.  For  example, 
mixture  C4  B5'l  being  an  intermediate  proportion  between 
C  4  B  5,  and  C  4  B  o"2,  if  it  had  been  equally  well  burned 
and  equally  well  managed  with  these  two,  ought  undoubtedly 
to  have  been  stronger  than  the  former  of  them,  and  amongst 
the  nine  mixtures  experimented  upon,  it  ought  to  have 
ranked  the  fifth  in  point  of  strength,  instead  of  being  the 
weakest  of  the  whole.  Moreover,  in  our  last  experiments, 
C4  B5  proved  to  be  weaker  than  C4  B52,  C4  B5'4 
and  C  4  B5*5,  whereas  it  ought  to  have  been  stronger  than 
any  of  them,  according  to  the  conclusion  drawn  from  our 
former  experiments  recorded  in  Articles  178  and  180,  for 
it  had  then  proved  superior  to  C  3  B  4,  which  agrees  nearly 
with  mixture  C4  B  5'2  of  our  last  experiments. 

In  these  it  was  a  great  subject  of  regret  to  us,  that  we 
should  have  been  so  unfortunate  in  respect  to  the  quality 
of  our  bricks,  which  now  broke  down  under  one  half,  and 
sometimes  even  under  one  third  part  only,  of  the  average 
weights  that  were  required  to  tear  asunder  the  excellent 
bricks  used  in  our  first  experiments.*  Hence  our  last  ex- 
periments afforded  no  criterion  at  all  of  the  comparative 
strength  of  mixture  C4  B53,  and  a  very  imperfect  one  of 
the  two  mixtures  next  in  order  in  the  Table. 

More  numerous  experiments  tried  with  better  bricks,  if 
we  could  procure  them,  would  undoubtedly  enable  us  to  fix 
the  comparative  strength  of  every  mixture  with  sufficient 
precision,  and  at  the  same  time  would  reconcile  the  anoma- 
lies alluded  to ;  for  upon  the  whole,  the  results  of  the  experi- 
ments already  tried  are  in  sufficient  accordance  with  each 
other,  to  satisfy  us,  that  these  anomalies  do  not  arise  from  any 
irregularity,  in  the  comparative  strength  of  mixtures  pre- 
pared and  managed  exactly  in  the  same  manner,  but  from 
the  imperfections  of  our  own  manipulation.  In  fact  it  is  so 
difficult  to  mix,  burn  and  use,  the  same  artificial  cement  mix- 
ture always  equally  well,  that  nothing  but  the  average  of  a 
very  great  number  of  experiments  can  yield  satisfactory 

*  Tlie  weakest  bricks  now  alluded  to  were  marie  bricks,  of  the  very 
same  earth  as  the  strongest  of  the  bricks,  that  we  had  experimented  npon 
before,  made  in  the  same  field  and  under  the  superintendence  of  the  same 
Master  lirickmaker.  On  examining  the  fractures  of  these  weak  bricks,  it 
appeared  that  the  ingredients,  namely  brick  earth  with  a  small  proportion 
of  chalk  to  colour  it,  had  not  been  so  well  mixed  as  in  the  others ;  for  small 
white  lumps  of  imperfectly  ground  chalk  were  visible  in  many  parts.  This 
defect,  which  was  scarcely  perceptible  in  the  fractured  parts  of  the  strong 
bricks,  cannot  be  discovered  by  merely  examining  the  outside. 
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results;  but  I  was  deterred  from  trying  more  numerous 
experiments  for  this  purpose,  partly  from  having  no  hope 
at  the  time  of  obtaining  bricks  stronger  than  the  last,  and 
partly  from  the  consideration,  that  the  experiments  already 
tried  having  proved  that  our  artificial  cement  after  a  short 
lime  becomes  stronger  than  the  strongest  bricks,  it  was 
unnecessary,  as  far  as  brickwork  was  concerned,  to  attempt 
to  prove  more  than  had  thus  already  been  proved,  namely 
that  it  was  stronger  than  strong  enough. 


FINAL  DEDUCTION*  FROM  THOSE  EXPERIMENTS  ON  THE 
COMPARATIVE  COHESIVE  STRENGTH  OF  OL  R  VARIOUS 
ARTIFICIAL  CEMENT  MIXTURES  OF  CHALK  AND  BLUE 
ALLUVIAL  CLAY. 

(187)  Upon  the  whole,  on  comparing  the  results  of  all 
our  experiments  attentively,  and  weighing  probabilities 
where  their  evidence  was  imperfect  or  contradictory,  the 
superiority  seems  to  rest  with  C4  B55,  and  by  reducing 
this  proportion  to  a  more  convenient  form,  it  therefore 
appears  that  a  mixture  of  10  parts  by  weight  of  pure 
chalk  perfectly  dry,  with  13|  parts,  also  by  weight,  of 
blue  alluvial  clay  fresh  from  the  Med- 
way,  will  produce  the  strongest  artificial 
cement  that  can  be  made  by  any  combina- 
tion of  these  two  ingredients,  and  it  has  the 
advantage  of  not  setting  so  quickly  either 
as  the  artificial  cement  prepared  by  us  in 
1830,  or  the  natural  cement  produced  from 
the  pebbles  of  the  Isle  of  Sheppy. 

(188)  After  having  discovered  what 
very  little  dependence  could  be  placed 
on  the  cohesive  strength  of  bricks,  it  ap- 
peared desirable,  in  the  event  of  further 
experiments  on  the  same  subject,  to  pre- 
pare what  may  be  termed  stone-bricks,  of 
some  kind  of  stone  that  should  be  easily 
worked,  and  yet  stronger  in  the  cohesive- 
ness  of  its  particles,  as  opposed  to  a  tearing 
force,  than  our  best  artificial  cement.  In 
order  to  ascertain  what  sort  of  stone  would 
answer  best,  I  therefore  previously  caused 
pieces  of  stone  of  various  descriptions,  two 
of  each  sort,  to  be  cut  to  the  same  length 
and  width  as  common  bricks,  but  to  more 
than  double  their  depth,  and  to  be  prepared 
with  four  mortises,  two  on  each  side,  one 
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over  the  other,  allowin;^  1^  inch  of  solid  matter  above 
and  below  these  holes,  being  a  quarter  of  an  inch  more 
than  in  our  brick  experiments.  On  suspending  each  of 
these  blocks  to  the  triangle  by  the  upper  nippers,  and 
attaching  the  scalcboard  to  (hem  by  the  lower  nippers,  as 
shown  in  the  preceding  figure,  and  applying  weights  in  the 
usual  manner  until  they  all  successively  broke  down,  the 
results  inserted  in  the  following  Table  took  place. 


TABLE  III. 


COMPARATIVE  COHESIVENESS  OF  VARIOUS 
SORTS    OF  STONE. 


Description  of  Stones  experimented  upon. 


Portland  Stone  .. ., 
Cornish  Granite  . 
Kentish  Rag  Stone 
Vorksiiire  Landing 
Craig  Lcith  Stone  . 

Bath  Stone 

Pnre  Chalk 


U  ciylu  ill  lbs.  ili^t 

torn  theni  asunder, 

in    Kxpfriment 


No    1. 


29G4 

3741 
3549 
3597 
2103 
1549 
323 


5045 
3941 
3997 
36SS 
2775 
1268 
G23 


Average 
fiacturing 
weight,  in 

Ihs. 


4004 
3S41 
3773 
3ti42 
2439 
140S 
473 


Hence  Portland  appeared  to  possess  the  strongest  co- 
hesiveness  of  all  those  stones,  and  being  easily  w  orked,  and 
also  apparently  of  a  favourable  texture  for  uniting  with 
cement,  it  seemed  the  most  convenient  sort  of  stone  (hat 
we  could  use  for  further  experiments  of  the  nature  before 
described,  in  which  our  bricks  had  failed.* 

At  this  period,  our  experiments  had  been  sufficiently- 
numerous  to  enable  us  to  lay  down  rules  that  may  be  very 
useful  to  the  purchasers  of  cement. 

FIRST,     RULE    FOR  JUDGING   WHETHER   THE   CEMENT   SUP- 
PLIED BY  A  MANUFACTURER  IS  IN  A  PROPER  STATE  FOR  USE. 

(189)  The  natural  cements  obtained  from  the  same  spot 
arc  not  all  equally  good  even  if  burned  alike,  and  in  Go- 

•  In  both  trials  with  the  Craig  Leith  stone,  it  was  torn  asunder  horizon- 
tally according  to  the  grain,  opposite  to  the  bottom  of  the  lower  mortise,  as 
if  it  had  been  split  by  wedges.  In  respect  to  all  the  other  stones,  if  tlie 
solid  part  above  one  of  the  mortises  gave  way,  the  fracture  diverged  up- 
wards, if  below  downwards,  at  rather  an  obtuse  angle.  Hence  wlien  two 
opposite  mortises  gave  way,  the  original  level  surface  of  the  stone  above  or 
below  them  was  changed  into  a  ridge  in  the  center,  and  reduced  much 
narrower,  so  as  to  approximate  to  that  form,  towards  the  ends.  The  same 
sort  of  fracture  was  also  exhibited  by  the  bricks  previously  experimented 
upon  by  us,  whenever  they  gave  way.  It  may  be  remarked  that  the  best  of 
our  bricks  seemed  not  to  be  inferior  to  Portland  stone  in  cohesive  strength, 
since  some  of  them  bore  more  than  4000  lbs,  although  they  had  less  solid 
matter  beyond  the  mortises  cut  in  them.  But  one  cannot  depend  on  the 
average  strength  of  bricks,  with  so  much  confidence  as  on  that  of  good  stose. 

I  3 
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vernment  Departments  especially,  where  the  lowest  tender  is 
generally  accepted,  cements  much  inferior  to  the  terms  of 
contract  are  sometimes  offered.  The  mode  of  experimeut- 
ing  adopted  by  us  at  Chatham,  affords  a  sufficiently  correct 
criterion,  forjudging  whether  the  cement  is  in  a  proper  state 
for  use,  that  is  whether  it  is  good,  well  burned  and  well 
preserved. 

For  this  purpose,  mix  up  the  cement  powder  with  water, 
and  make  four  or  five  experimental  balls  of  it,  not  exceed- 
ing an  inch  in  diameter  (47).  Allow  them  to  set  with 
warmth  and  cool  again,  which  in  good  but  rather  slow  set- 
ting cement,  will  require  about  half  an  hour,  after  which 
put  two  or  three  of  them  into  a  small  basin  of  water.  If 
they  continue  to  set  in  this  state,  and  become  very  hard  in 
the  course  of  a  day  or  two,  the  cement  is  good.  If  on  the 
contrary,  they  do  not  become  very  hard  in  this  time,  both 
inside  and  out,  whether  previously  kept  in  air  or  in  water, 
the  cement  is  not  in  a  state  tit  for  use,  and  should  be 
rejected. 

(liJO)  Secondly.  Rule  for  ascertaining  whether  Cement 
of  improper  quality,  has  origiualhj  been  good,  but  injured 
by  becoming  stale,  or  whether  it  may  not  have  been  either 
the  produce  of  bad  cement  stone,  or  of  good  cement  stone 
adulterated  after  calcination,  which  two  last  cases  cannot 
be  discriminated,  in  cement  prepared  for  sale. 

If  the  experimental  balls,  made  as  described  in  the  last 
article,  will  not  set  properly  either  in  air  or  in  water,  the 
next  point  is  to  ascertain  the  cau.se  of  their  faihire.  For 
this  purpose  burn  the  same  balls  in  a  crucible  for  two  or 
three  hours  in  a  common  fire  place,  exposing  them  to  a  full 
red  heat,  until  they  cease  to  effervesce  with  acids  (40). 
Then  pound  the  calcined  cement  in  a  mortar  till  you  reduce 
it  to  an  impalpable  powder,  and  mix  it  up  once  more  into 
experimental  balls  with  water.  If  the  cement,  alter  being 
thus  reburned,  should  set  well  both  in  air  and  under  water,  it 
is  a  proof  that  it  w  as  originally  good,  but  had  been  spoiled 
by  exposure  to  air  or  damp. 

(191)  If  on  the  contrary  the  cement,  supplied  by  a 
manufacturer  in  a  state  unfit  for  the  purposes  of  practical 
architecture,  should  not  be  improved  by  the  process  of 
reburning  it,  which  completely  restores  the  virtue  not  only 
of  stale  cement,  if  originally  good,  but  also  of  stale  lime, 
as  was  before  explained  (14(1),  it  is  a  proof  that  it  has 
either  been  made  of  cement  stone  of  such  very  bad  quality, 
as  would  not  repay  the  expense  of  burning  it,  or  if  the  pro- 
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diice  of  good  stone,  that  it  must  have  been  adulterated,  by 
mixing  the  calcined  cement  powder  with  earth  or  sand  of 
the  same  colour,  before  it  was  casked  up.* 

RULE     FOR    JUDGING    OF     THE     COMPARATIVE     COHESIVE 
STRENGTH  OF  DIFFERENT  SORTS  OF  CEMENT. 

(192)  Having  ascertained  that  the  cements  to  be  com- 
pared together  are  in  a  serviceable  state,  by  the  simple 
process  described  in  the  preceding  articles,  without  which 
it  is  of  no  use  to  take  any  further  trouble,  two  modes  which 
have  already  been  described  oflfer  themselves  forjudging  of 
their  comparative  strength  ;  iBrst  the  usual  mode  of  setting 
out  bricks  from  a  wall,  which  I  consider  objectionable  for 
the  reasons  stated  in  Article  183. 

Setting  aside  the  above,  I  know  no  method  so  good  and 
attended  with  so  little  trouble,  as  to  prepare  a  breaking 
down  apparatus,  such  as  has  before  been  described,  con- 
sisting of  a  scale  board,  planks  and  weights,  and  a  couple 
of  pairs  of  nippers,  to  be  used  with  a  gyn  or  triangle,  as 
shown  in  the  figure  to  Article  179,  which  gyn  might  be 
dispensed  with,  if  the  cap  of  a  large  tressel,  or  some  beam 
sufficiently  strong  for  suspending  the  apparatus,  were  avail- 
able for  the  same  purpose. 

But  instead  of  using  bricks,  which  we  found  to  be  so 
very  precarious,  I  would  recommend  a  number  of  pieces 
of  Portland  or  Kentish  rag  stone,  or  of  any  other  sound  hard 
stone,  each  exactly  10  inches  long,  4  inches  broad,  and 
about  4  inches  deep,  more  or  less,  for  this  last  dimension 
is  of  minor  importance,  to  be  prepared  with  mortises  in  the 
sides,  each  one  inch  wide  and  one  inch  deep,  and  from 
three  quarters  to  half  an  inch  in  height,  to  receive  the 
nippers,  after  being  cemented  together  in  pairs,  as  shown 
in    the    following    figure,    which    mortises    should    have 

*  Having  recently  been  requested  to  examine  some  cement  supplied 
for  the  works  in  Cliatliam  Dock-yard,  which  the  receiving  Officers  had 
rejected,  I  not  only  confirmed  their  opinion  that  it  was  unfit  for  use,  because 
the  experimental  balls  made  of  it  would  neither  set  in  air  or  water;  but 
as  the  same  failure  took  place  after  reburning  the  cement,  I  assured  them 
that  in  all  probability  it  must  have  been  adulterated,  by  mixing  it  with  some 
dark  coloured  earth,  for  as  one  must  give  the  person  who  supplied  it  credit 
for  common  sense,  though  not  for  the  faithful  execution  of  his  contract, 
it  is  scarcely  to  be  supposed,  that  he  could  have  been  foolish  enough  to 
burn  a  quantity  of  bad  cement  stone.  I  did  not  inquire  the  name  of  this 
person,  as  I  rather  wished  not  to  know  it.  I  also  examined  some  other 
cement  supplied  for  the  use  of  the  same  Dock-yard  at  the  same  time,  by 
other  manufacturers  whose  names  were  made  known  to  me,  and  found  it  to 
be  very  good.  This  last  was  the  same  cement,  with  which  the  Master  Brick- 
layer of  the  yard  had  once  set  out  14  bricks  from  a  wall  (132). 
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at  least  2i  inches  of  solid  stone  above 
and  below  them.  The  rectangular  surface 
of  each  stone,  where  the  cement  is  to  be  ap- 
plied, should  be  roughened  every  where  to 
the  depth  of  about  an  eighth  of  an  inch,  by 
furrowing  it  all  round  with  a  half  inch  chisel, 
and  dotting  it  in  the  center  by  cutting  a  num- 
ber of  small  holes  into  it  w  ith  a  mason's  pick 
or  point,  and  all  the  surfaces  should  be  care- 
fully compared,  to  see  that  they  are  as  nearly 
alike  as  possible.  Ten  such  stones  should 
be  provided  for  each  sort  of  cement  that  is 
to  be  experimented  upon,  that  is  20  for  2 
sorts  and  30  for  3  sorts  of  cement,  which  must 
be  cemented  together  in  pairs,  and  left  10 
days  for  the  cement  to  set.  At  the  end  of 
this  period,  let  them  all  be  broken  down  by 
successive  weights,  which  will  allow  5  trials 
for  each  sort  of  cement. 

Probably  less  than  10  days  might  suffice 
for  a  fair  trial  of  coujparative  strength,  and 
possibly  also  if  the  period  of  trial  were  increas- 
ed to  2,  3,  4,  or  more  months,  the  slower 
setting  cements  might  gain  upon  that  which  was  the  victor 
of  the  ten  days.  But  however  that  may  be,  there  can  be 
no  doubt  that  when  cements,  all  of  good  quality  and  each 
ten  days  old,  are  tried  against  each  other,  that  which  proves 
to  be  the  strongest  of  the  whole,  whether  it  should  be  able  to 
retain  its  superiority  at  a  much  greater  ase  or  not,  cannot 
fail  to  be  excellent.  The  small  stone-bricks  here  described 
may  be  used  for  years,  if  cleaned  after  each  trial,  by  making 
the  nippers  and  mortises  fit  rather  tightly,  and  by  tying  small 
strings  round  the  nippers  to  keep  them  and  the  stones  toge- 
ther, and  prevent  them  from  falling  when  the  cement  joint 
is  fractured. 

(193)  To  ascertain  more  precisely  the  effect,  which 
sand  produces  upon  the  cohesion  of  cement,  which  we  bad 
long  known  to  be  unfavourable,  I  afterwards  caused  three 
little  brick  masses  to  be  connected  by  pure  cement  of  mix- 
ture C4  B  .3,  and  three  others  to  be  connected  by  a  mixture 
of  the  same  cement  vsith  clean  sharp  sand  in  equal  parts, 
by  measure ;  and  in  order  to  compare  their  cohesiveness 
with  that  of  old  chalk  lime  mortar  also,  I  caused  some 
little  masses  to  Ije  cut  out  of  the  best  brick  walls  built 
with  mortar  of  this  description,  that  I  could  find  within 
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Chatham  Lines,  and  having  prepared  these  small  speci- 
mens of  brickwork  also,  with  proper  mortises  to  receive 
the  nippers,  the  whole  were  torn  asunder  in  the  usual 
manner,  by  successive  weights,  as  stated  below. 

TABLE  IV.  COMPARATIVE  COHESIVE  STRENGTH  OF  PURE 
CEMENT,  OF  CEMENT  MIXED  WITH  SAND,  AND  OF  COM- 
MON  CHALK   LIME  MORTAR. 


No.  of 
the     j 
Experi- 
ment. 


Wlicther  with  Cement, 

or  with  Chalk  Lime 

Mortar. 


Pure  Cement. 
Pure  Cement. 
Pure  Cement. 


Cement  and  Sand. . 
Cement  and  Sand. . 
Cement  and  Sand.. 

Chalk  Lime  Mortar 
Clialk  Lime  Mortar 
Chalk  Lime  Mortar 
Chalk  Lime  Mortar 
Chalk  Lime  Mortar 
Chalk  Lime  Mortar 


Age  ia 

Days,  or 

Years. 


Weiaht 

that  tore 

the  joint 

asunder, 

in  Ihs. 


Average 

fracturing 

weight, 

in  lbs. 


11  days 
17  days 
17  days 

11  days 
11  days 
17  days 

30  years 
30  years 
30  years 
30  years 
30  years 
30  years 


1241 
10U3 
1031 

205 
257 
313 

334 

G4 
75 

47 
205 
204 


1092 


225 


155 


(194)  Hence  it  appears  that  pure  cement  is  more  than 
four  times  as  strong  at  the  same  age,  as  the  customary  mix- 
ture of  cement  and  of  sand  in  equal  parts  by  measure, 
which  is  in  common  use  in  and  near  the  metropolis.  Mr. 
Brunei  was  therefore  quite  right,  in  employing  only  pure 
cement  in  the  arches  of  his  Tunnel,  and  1  think  that  the 
same  ought  to  be  done  in  all  arduous  works,  where  the 
sudden  downfal  of  an  arch  is  to  be  guarded  against,  as  in 
tunneling  in  bad  soil,  even  in  dry  situations,  where  an 
overwhelming  inrush  of  water  from  above  is  not  to  follow. 
At  the  same  time,  in  all  other  situations,  where  no  extra- 
ordinary risk  is  to  be  apprehended,  as  in  building  wharf 
walls,  locks  of  canals,  &c,  with  cement,  the  addition  of  an 
equal  volume  of  sand  is  not  to  be  reprobated  ;  because  this 
proportion,  whilst  it  renders  the  cement  mortar  cheaper,  is 
not  sufficient  to  take  away  its  hydraulic  properties,  and  even 
when  only  17  days  old,  it  appears  from  those  experiments  to 
equal  if  not  to  exceed  the  strength  of  the  best  chalk  lime 
mortar  of  30  years  of  age.  I  conceive  it  probable,  that  if 
tried  at  a  greater  age,  the  cement  mortar  would  exceed  the 
strength  of  the  chalk  lime  mortar  in  a  five-fold  ratio  ;  for  I 
know  that  blasting  has  been  required  to  separate  old  brick- 
work built  with  the  former,  whilst  the  latter  has  no  strength 
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at  all  in  water  (15),  and  so  little  in  air,  that  several  of  the 
chalk  lime  mortar  joints  of  brickwork  of  the  age  before 
mentioned,  separated  merely  on  being  handled,  after  we 
had  cut  them  out  of  the  walls  alluded  to  for  the  sake  of 
experiment,  without  any  weights  being  applied  to  them, 
which  circumstance  I  do  not  consider  as  a  proof  that  the 
strength  of  those  joints  was  absolutely  null ;  because  they 
may  have  been  shaken  and  weakened  in  the  process  of 
cutting  out  the  bricks  round  them,  which  would  not  have 
injured  old  cement  at  all.  For  we  had  before  observed, 
that  cement  was  much  less  brittle  than  bricks  (177). 

(195)  Having  prepared  a  number  of  stone-bricks,  as 
they  may  be  termed,  of  various  sorts  of  stone,  of  the 
dimensions  and  description  explained  in  Article  192,  we 
cemented  them  together  in  pairs  by  mixture  C4  B5,  and 
on  breaking  them  down,  generally  at  the  end  of  11  days 
afterwards,  we  obtained  the  results  contained  in  the  follow- 
ing Table. 

TABLE   v.      COAIPARATIVE    ADHESIVENESS   OF   CEMENT  TO 
BRICKS,  AND  TO  VARIOUS  SORTS  OF  STONE. 


Bricks  or  sort  of  Stone  used. 


When  tried. 


ISO     ot 

the 
Experi- 
ment. 


Cement.l  *^'f  *it,  .n 
.„  .)....  lbs. 


Average 

fracturing 

weigbt,ia 

Ih3. 


Bricks 


Bath  Stone. 


From  IJeclsSC, 

toFeb.lb:i7,incl. 

April  17th, 1837 
»«  »>  .... 
)i       i»       •  •  •  • 

„    28th    

»        i>       ■ • • • 

March  28lh     . . 


^« 


i"lltol3 


Cornish  Granite 


Portland  Stone 


Yorkshire  Landing  Stone" 


April  29tb  .. 

i>       >»      • • 
April  17th  .. 

>i       »      •  • 

>»  n        •  • 

„     28th   .. 

i»        >>       •  • 
Dec.  31st,  1836 
April  17th,  1837 

)»       >»      •  •  • . 

',',     28th   ... , 

>)        »      • . . . 

April  28th 


Kentish  Rag  Stone 


1 


11 
11 
11 
II 
11 
11 
11 
11 
11 
11 
11 
11 
11 
11 
11 
12 
II 
11 
II 
11 
11 
11 
11 
11 
11 
11 


S    ^«T,.  } 
>  ble  II.  i 

9G1 

1031 

1010 

1086 

1429 
657 
520 
895 

1310 

1116 
779 
954 
975 
757 
813 

llUl 
4S5 
CO  4 

1010 
596 

1142 

1373 

1240 

2157 
764 

1212 


1339 


1103 


900 


856 


823 


1349 
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TABLE  V.     CON  IlNUtD. 


Sort  of  Stone  used. 


No.  ot  I     Age 

the      I  of  the 
Experi-  !<"emeut. 
ment.    iin   days. 


Fracturiug 

weight,  in 

lbs. 


Average 

iracturing 

weight,  in 

lbs. 


Crag  Leith  Stone 


( 

Cornish  Granite  poltshed  < 


Mav  13th,  1S37 


May  19th, 


11 
11 
11 
II 
11 

11 

11 


876 
764 
596 
1093 
946 

1100 
757 


855 


928 


(19G)  In  respect  to  the  above  experiments  with  the 
small  stone  bricks,  part  ol'the  cement  was  burned  in  March  or 
in  the  beginning  of  April,  part  towards  the  end  of  that  month, 
and  part  in  the  beginning  of  May,  and  the  stones,  though  all 
accurately  squared  to  the  same  gage,  were  prepared  by 
ditferent  masons,  and  some  were  much  smoother  than  others, 
which  we  ought  to  have  guarded  against  beforehand,  but 
did  not  remark  the  diflcrence  until  alter  the  first  26  pairs  of 
stones  bad  been  experimented  upon.  Considering  there- 
fore that  these  two  causes  combined,  namely  the  possible 
difference  in  the  cohesive  strength  of  the  cement,  and  the 
known  inequality  in  the  state  of  the  surfaces  of  the  stones 
connected  by  it,  but  especially  the  latter,  might  have  given 
rise  to  the  principal  irregularities  in  the  above  results,  we 
resolved,  in  order  to  determine  this  point  with  more  pre- 
cision, to  polish  the  surfaces  of  the  same  four  pieces  of 
Cornish  Granite  used  in  experiments  4  and  o,  and  to  ce- 
ment them  together  again  by  the  same  mixture,  and  to  break 
them  down  once  more  in  the  usual  manner,  after  the  cement 
should  have  attained  the  proper  age.  To  our  great  surprise, 
the  results  of  these  new  experimenls,  which  appear  as  the 
last  in  the  same  Table,  prove  that  the  cement  adhered  to  the 
polished  surfaces,  with  nearly  as  much  energy,  as  it  had 
done  to  the  same  pieces  of  granite  when  they  were  rough, 
for  its  average  adhesiveness  to  the  polished  granite  in  these 
two  experiments  is  measured  by  928 lbs,  whilst  its  average 
adhesiveness  to  the  same  pieces  of  granite  Avhen  rough,  as 
determined  by  the  two  experiments  Xos.  4  and  5,  tried  on 
the  2.9th  of  April  was  1213  lbs.  Moreover  the  average 
adhesiveness  of  the  cement  to  the  polished  granite  exceeded 
by  one  half  its  average  adhesiveness  to  the  rough  granite, 
in  three  out  of  the  first  five  experiments,  tried  with  the 
granite  in  a  rough  state.  These  discrepancies  are  very 
curious,  but  the  difference  in  the  state  of  the  cement  may 
have  cau.sed  them. 
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It  is  also  to  be  remarked  that  the  adhesiveness  of  cement 
to  Kentish  Ra?  Stone,  and  to  Bath  Stone  in  four  experi- 
ments out  of  live,  to  Yorkshire  Landing:  Stone  in  three 
experiments  out  of  five,  and  to  Cornish  Granite  in  three 
experiments  out  of  six,  is  not  much  inferior  to  its  averaije 
adhesiveness  to  bricks.  In  the  remaining  experiments  with 
these  stones,  the  comparative  adhesiveness  of  cement  is 
considerably  less;  but  so  far  as  regarded  the  Kentish  Rag 
Stone  in  particular,  we  ascertained  that  the  great  inferiority 
of  adhesiveness  in  Experiment  No.  4  must  undoubtedly 
have  proceeded  from  the  cement  having  been  mixed  by  the 
woikmen  in  that  experiment,  in  a  much  more  fluid  state, 
than  in  most  of  the  others,  which  happening  to  observe  at 
the  time,  1  caused  the  circumstance  to  be  noted  in  the 
journal  of  our  experiments,  and  the  eflect  to  be  watched 
and  recorded  afterwards,  when  all  the  little  masses  of  that 
stone  were  broken  down.  Xever  having  particularly  at- 
tended to  this  circumstance  before,  I  conceive  it  very  pro- 
bable, that  in  our  former  experiments  recorded  in  Table  II, 
Article  185,  some  of  the  most  glaring  inequalities  in  the 
cohesive  strength  of  our  various  cement  mixtures,  as  for 
example,  Experiment  No.  9  with  mixture  C5  B5'2,  ia 
which  the  joint  broke  down  under  427  lbs,  though  the  aver- 
age strength  of  9  other  experiments  tried  with  the  same 
mixture  exceeded  1400  lbs,  may  have  proceeded  from  the 
same  cause,  namely  the  too  great  fluidity  of  the  cement;  for 
we  always  measured  18  culjic  inches  of  cement  powder  for 
each  joint,  and  if  the  men  happened  to  pour  a  little  too 
much  water  over  any  such  portion,  we  did  not  correct  it 
properly,  by  immediately  adding  more  cement  powder  as 
we  might  have  done,  because  we  could  not  afl'ord  to  waste 
our  cement,  and  therefore  some  few  of  our  joints  were 
much  thinner  than  the  generality  of  others. 

(lOT)  Upon  the  whole,  I  do  not  consider  the  experi- 
ments recorded  in  the  preceding  Table,  to  be  absolutely 
conclusive,  as  to  the  comparative  adhesiveness  of  the  same 
species  of  cement  to  various  sorts  of  stone,  to  determine 
which  with  sufiicicnt  precision,  much  more  numerous  expe- 
riments would  be  desirable.  It  may  however  be  safely 
inferred  from  them,  that  the  adhesiveness  of  cement  to  the 
least  congenial  sort  of  stone  is  more  than  one  half  and  from 
thence  to  two  thirds  of  its  adiiesivcness  to  bricks,  but  that 
its  adhesiveness  to  some  sorts  of  stone,  such  as  the  Kentish 
Rag  Stone  is  very  nearly  equal  to  its  adhesiveness  to 
bricks,  and  it  appears  to  adhere  to  some  of  the   hardest 
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stones  with  gfreater  energy  than  to  much  softer  ones;  and  so 
far  as  reijards  the  former,  our  few  experiments  with  tlie 
Cornish  Granite  seem  to  prove,  that  the  state  of  the  surface 
whether  more  or  less  smooth  is  of  very  little  importance, 
so  that  in  building  with  stone  and  cement,  every  mason 
may  be  allowed  to  dress  the  beds  of  the  stones  as  he 
pleases,  provided  that  he  adhere  to  some  general  rule, 
laid  down  in  the  Architect's  or  Engineer's  Specification. 

(19S)  On  comparing  these  last  experiments  with  those 
previously  recorded  in  Table  IV,  Article  193,  a  fact  of  the 
greatest  importance  is  fully  proved,  namely  that  pure 
Cement  attaches  itself  to  the  most  refractory  sort  of  Stone, 
ivith  five  times  as  much  adhesive  force,  in  eleven  days,  as 
the  best  Chalk  Lime  used  in  Brickwork  is  capable  of  at- 
taining in  30  years. 

(199)  At  this  period,  as  the  small  artificial  stones  in 
the  form  of  square  prisms,  made  by  us  for  experiment,  in 
in  the  manner  described  in  from  Article  137  to  144  inclu- 
sive,, which  were  all  kept  in  a  dry  apartment,  had  attained 
a  sufiicient  age,  generally  more  than  1*2  months,  to  enable  us 
to  judge  of  their  comparative  strength  with  some  degree  of 
confidence,  we  determined  to  break  them  down  by  w  eights 
applied  to  the  middle  of  each  when  supported  at  both  ends, 
by  a  couple  of  iron  stirrups,  at  the  clear  distance  of  3 
inches  apart.  Before  the  prism  was  placed  upon  these 
bearers,  another  iron  stirrup  inverted  was  passed  over  one 
end  as  far  as  the  middle  of  the  prism,  upon  the  upper  sur- 
face of  which  the  top  of 
this  stirrup  rested,  whilst 
the  bottom  of  the  same 
stirrup  being  open  we 
hooked  on  a  very  light 
scaleboard  to  it,  for  con- 
taining the  weights,  which 
were  gradually  increased 
till  fracture  took  place. 
The  upper  iron  work  of 
this  apparatus  was  sus- 
pended to  the  sryn,  as  in 
our  former  experiments. 
The  surface  of  the  two 
stirrups  that  supported 
each  prism  was  flat,  but 
that  of  the  inverted  stirrup, 
which  pressed  upon  the 
top  of  it,  was  in  the  tbrm  of 
a  blunted  knif?  edge. 
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Figs.  1  and  '2  in  the  preceding  page  represent  one  of 
these  small  artificial  stones,  or  square  ])risms,  about  to 
be  experimented  upon  by  this  apparatus,  the  former  in 
side,  the  latter  in  cnd-clevalion,  whilst  Fig.  3,  shows  the 
section  of  the  knife  edge  of  the  inverted  stirrup  before 
mentioned,  on  a  larger  scale. 

This  mode  of  proceeding  is  on  the  principle  that  had 
previously  been  adopted  by  General  Treussart,  one  of  the 
French  writers  before  alluded  to  (4),  in  his  elaborate  course 
of  experiments  on  common  and  hydraulic  mortars,  and 
is  perhaps  the  best  that  could  be  used  for  determining 
their  resistance,  or  comparative  strength,  but  not  their 
comparative  adhesiveness  to  bricks  and  different  sorts  of 
stone.* 

(200)  Of  the  two  Tables  hereafter  annexed,  relating  to 
these  experiments,  the  first,  which  is  numbered  Table  VI, 
refers  chielly  to  the  artificial  stones  made  of  Gravel,  marked 
by  the  letter  G,  coarse  Sand  marked  by  the  letter  S,  and  fine 
Sand  marked  by  a  small  s,  which  were  described  in  Irom 
Article  138  to  343  inclusive.  Some  few  experiments  only 
in  the  same  table,  in  which  the  sand  is  not  specially  di- 
vided into  fine  and  coarse,  imply  that  the  sort  of  sand  used 
w  as  of  the  quality  proper  for  making  mortar. 

The  whole  of  the  artificial  stones  made  by  us  were  not 
forthcoming,  some  of  them  having  split,  or  having  been 
broken  by  accident,  or  having  crumhled  into  dust  from 
excess  of  sand,  on  being  merely  handled :  others,  though 
well  adapted  for  setting  in  air,  having  gone  to  pieces  from 
being  put  under  water  in  small  tin  troughs  too  soon,  that 
is  within  lo  hours  after  having  been  made,  which  none  of 
them,  not  even  those  made  of  that  very  powerful  lime  the 
blue  lias,  nor  of  the  still  more  powerful  natural  or  artificial 
cements  could  bear,  unless  the  proportion  of  sand  were 
reduced  so  low,  as  not  to  exceed  the  lime  or  cement  powder 
in  much  more  than  a  two-told  ratio  by  measure,  which  does 
not  come  within  the  usual  definition  of  a  concrete  at  all, 
and  which  would  be  far  too  expensive  to  be  used  as  an 
artificial  stone.  In  consequence  of  the  failures  now  alluded 
to,  which  occurred  at  the  commencement  of  our  experi- 
ments upon  those  little  artificial  stones,  we  allowed  all 
those  made  afterwards,  which  we  wished  to  try  under 
water,  to  remain  at  least  IG  days,  and  some  of  them  even 

•  General  Treiissart's  experimental  prisms  were  5  centimetres  square, 
and  the  distance  between  tlicir  points  of  support  10  centimetres,  which  di- 
mensions are  very  nearly  equal  to  2  English  inches  square,  and  4  inches 
between  the  beatings. 
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32  days  or  more  in  air,  previously  to  immersion,  which 
enabled  them  to  set  to  such  a  degree,  that  most  of  them 
seemed  proof  against  the  further  action  of  the  water,  which 
however  was  any  thing  but  violent,  as  they  were  kept  in 
small  tin  cases  not  much  larger  than  the  prisms  themselves, 
and  the  water  was  not  changed,  but  only  made  good  when 
lessened  by  evaporation.  The  precise  number  of  days 
previously  to  immersion  are  noted  opposite  to  each,  in  one 
of  the  columns  of  the  following  Table,  it  being  understood 
that  where  no  number  is  entered  opposite  to  any  artificial 
stone,  it  was  not  put  under  w ater  at  all. 

(201)  From  the  experiments  recorded  in  Table  VI, 
I  should  be  inclined  to  suppose,  that  even  chalk  lime  con- 
crete, if  kept  dry  by  means  of  cofferdams  or  otherwise, 
until  it  had  set  to  a  certain  degree,  and  if  protected  after- 
wards from  the  action  of  water  in  mass,  would  not  lose  a 
certain  moderate  degree  of  hardness,  whether  used  for  the 
foundation  or  the  backing  of  the  w^all  of  a  w  harf  or  wet  dock ; 
but  as  chalk  lime  mortar  made  and  used  with  equal  care, 
is  well  known  to  be  much  inferior  in  strength  to  Hailing 
lime  mortar  :  and  as  I  myself  never  saw  any  wharf  wall  laid 
open,  in  which  the  backing,  if  originally  built  with  chalk 
lime  mortar,  was  not  in  a  state  of  pulp  (15),  I  should  be 
very  sorry  to  try  the  experiment  of  using  chalk  lime  con- 
crete on  a  great  scale  in  damp  situations.  In  respect  to  our 
experimental  artificial  stones  made  with  Hailing  lime,  it 
will  be  observed  that  the  same  mixtures  which  had  been 
kept  under  water,  were  generally  stronger  than  those  which 
had  been  kept  in  air.  With  regard  to  blue  lias  lime,  con- 
sidering the  many  well  authenticated  reports  of  its  very 
strong  hydraulic  properties,  we  did  not  think  it  worth  while 
to  expose  any  of  the  concretes  formed  with  it  to  the  action 
of  water. 

(202)  Table  VII.  refers  to  those  artificial  stones  or 
concretes  mentioned  in  Article  144,  in  which  the  same  sort 
of  screened  Thames  ballast  only  was  used,  in  combination 
with  various  sorts  of  limes  and  cements,  and  which  from 
this  circumstance  it  seemed  best  to  keep  separate  from  the 
former,  although  the  ballast  may  have  been  very  nearly 
similar  to  some  of  the  mixtures  of  gravel  and  of  coarse  and 
fine  sand,  w  hich  are  described  in  Table  VI.  None  of  our 
small  artificial  stones,  made  with  the  screened  Thames  bal- 
last, were  exposed  to  the  action  of  water. 
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TABLE  VI.  COMPARATIVE  RESISTANCE  OF  EXPERIMENTAL 
AUTIFU  lAL  STONES,  CO.M POSED  OF  DIFFERENT  SORTS  OF 
LIME  OR  CEMENT,  MIXED  WITH  VARIOLs  PROPORTIONS 
OF  GRAVEL  OR  SAND,  OR  BOTH. 


No. 

Quick  Lime  Powder  or  Cement 

VVne- 

mer 
made 
witb 
hot  or 

rol  j 

Ifkrpi 
nodcT 
ntrr. 

Aee   \ 
«beo 

Proportion  of 
Lime  or  Cement 

Fractnr- 

When 
madr. 

of  the 
ri- 
pe ri- 

Powder  bj 
G  Gravel, 

measure,  mixed  with 
S  coarse  S^ud.    and 

X. 

in- 
iDcrwd 

t>roken 

to  the 

Weights 

down, 

ia 

^f    "".Td'' 

meut. 

5  fiae  Sand 

M-oter 

d«IC. 
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°"'y-        Sand. 

in  lbs. 
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1 
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19 
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48 
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2 

>i 
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>» 
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....3; 
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99 

3 
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'» 
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....3i 

98 
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4 

>i 
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»» 
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67 
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5 

G 

» 
>» 
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18 
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67 
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6 
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7 

j» 
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33 
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69 

,, 

8 

>» 
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« 
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....2 

...6 

60 

15 

9 

>> 
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18 
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...2 

...  7 

48 

19 

10 

>i 
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» 
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.-•4 
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20 

15 

11 

»> 
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>» 
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2 

....8 

56 

18 

12 

51 
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....2 

8 

94 
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13 

»» 
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n 

, , 
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..4 

....8 

27 

Jan.  19 

14 

»> 
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hot 

, , 

446 

4 

,...8 

67 

99 

15 

» 

1,  G6S2sl  . 

»i 

32 

446 

....3 

....9 

50 

yj 

16 

>• 

1 ,  G5  S3  si   . 

n 

, , 

446 

....4 

..    10 

39 

Mar.  18 

17 

» 

1,  G6  S2  s2  . 

>• 

S88 

4 
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76 

>» 

18 

)l 

1,  GG  S2  s^2  . 

» 
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....4 
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71 

21 

19 

» 
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» 
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1 
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342 

I  to  3 

179 

9t 

2 

>i 

1,  Saud  3  . 

»> 

, , 

342 

3 

83 

Feb.    1 

3 

>» 

I,  Sand  3^ 

II 

20 

433 

•'•H 

211 

Jan.  21 

4 

j» 

1,  G3  SI  si 

n 

444 

....I'l  to44 

57 

19 

5 

j» 

1,  G3  s2  .. 

bot 

, , 

462 

....2 

....5 

87 

15 

G 

» 

1,  Sand  6  . 

II 

36 

457 

....6 

197 

Feb.    6 
Jan.  15 

7 
8 
9 

»> 

1,  GG.... 
1,  G  6.... 
1,  G4  s2  .. 

cold 
hot 

IS 

is 

457 
444 
457 

. .  •  • 

....6 

67 

56 

209 

6 

....2' 

.:::6 

18 

10 

yy 

1,  G4  s2  .. 

cold 

33 

454 

....2 

....6 

142 

15 

U 

» 

1,  G5  s2  .. 

hot 

18 

457 

...2 

...  .7 

151 

„ 

12 

i> 

1,  G5  s2  .. 

>» 

S6 

457 

2 

7 

69 

18 

IS 

>♦ 

1,  G5  s2  .. 

cold 

.. 

463 

2 

....7 

120 

19 

14 

It 

1,  G4  S2  s2 

hot 

. , 

462 

4 

8 

70 

21 

15 

n 

1,  G4  S2s2 

cold 

, , 

444 

4 

8 

86 

15 

16 

» 

1,  G6  s2  .. 

hot 

18 

457 

2 

....8 

132 

18 

17 

>i 

1,  GGs2  . 

cold 

32 

454 

2 

8 

76 

»> 

18 

»» 

1,  G6s2  .. 

n 

. , 

463 

....2 

....8 

70 

19 

19 

»» 

1,  G5  S3  si 

hot 

32 

453 

4 

....9 

165 

>* 

20 

» 

1 ,  GO  S2  si 

>9 

32 

453 

3 

9 

183 

15 

21 

» 

1,  G7  s2  .. 

19 

18 

457 

....2 

9 

116 

Feb. 22 

22 

>» 

1 ,  GO  S2  s2 

fj 

. , 

412 

....4 

..   10 

76 

Jan. 15 

23 

n 

1,  G7  S3  .. 

»9 

18 

457 

3 

..   10 

132 

18 

24 

?» 

1,  G7  s3  .. 

cold 

33 

454 

3 

..  10 

64 

15 

25 

1,  GS  83  .. 

hot 

18 

457 

3 

..   11 

rr»»Mrf, 

y% 

20 

,, 

1,  Gs  s3  .. 

>' 

18 

457 

i 

84 

1           19 

27 

1.  G8  s3  .. 

Icold 

32 

1  433 

....3 

1..    11 

48 
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Table  \  i.  continued. 


Whe- 

Ifkcpt 

Aze 

Proportion  of 

When 

No. 
of  the 

Quick  I.ime  Powder  or  Cement 
Powder  by  measure,  mixed  with 

ther 
made 
with 
hot  or 
cold 

water, 
merged 

when 
broken 

Lime  or  Cement 
tott.e 

Fractur- 
ing 

made. 

Ex- 
peri- 

G Gravel,   S  coarse  Sand,   and 

down, 
in 

Sand       G^T'l 
-»■•         land. 

Weights 

ment. 

s  fine  buud. 

water. 

aZ^. 

days. 

in  lbs. 

April  30 

1 

Blue  Lias  Lime  1,  G4i    slj 

hot 

.. 

3.52 

1  to  1^  1  to  6 

188 

>» 

2 

1,  G4f    sH 

» 

361 

....Ij 

...6 

39 

» 

3 

1,  G5  s2  .. 

> 

345 

....2 

. . .  .7 

118 

>» 

4 

1 ,  Go  s2  . . 

5» 

361 

...  .2 

7 

136 

» 

5 

1,  G6S2.. 

„ 

345 

....2 

8 

111 

»> 

G 

„              1,  G6  h2  .. 

•> 

,  , 

361 

2 

....8 

131 

j> 

7 

1,  G7s2  .. 

>■ 

•  . 

345 

....2 

9 

102 

May  9 

1 

Roseliill  Limel,  Sand  2.. 

hot 

.. 

342 

1  to2 

188 

>> 

2 

„              I,  Sand  2.. 

Shf/tjnj  Sf  Hartcich  Cements, 
mired. 

cold 

*  * 

342 

2 

210 

Mar.  21 

1 

Francis's l,GliSl  si 

hot 

385 

1  to  2 

I  to  31 

118 

j> 

4 

„              1,  G2S1  si 

>» 

,  . 

385 

....2 

...4 

48 

>» 

3 
4 

„              l,G4Slsl 

)i 

385 

....2 

....6 

102 

» 

„              1,  G3  S2  s2 

'J 

.. 

385 

...4 

....7 

24 

Artificial  Cement. 

Mar.  21 

1 
2 
3 
4 
3 

(Co  B2;" l,Gli  SI  sl;iiot 

,  . 

385 

1  to  2 

1  to3i 

20 

,, 

„              1,  G4  SI  si 

» 

,  , 

385 

...2 

6 

27 

Jau   26 

„              1,  G4  S2  s2 

7) 

439 

....4 

8 

55 

» 

„              1,  G4S2s2 

IJ 

,  , 

439 

4 

8 

48 

» 

„              1,  Go  S2  s2 

)) 

.. 

439 

....4 

....9 

52 

Artificial  Hydraulic  Lime. 

l5(  sort. 

Feb,  3 

I 

(Co  Bl) 1,G3  S2s2 

hot 

18 

431 

I  to  4 

1  to  7 

97 

>» 

2 

„              l,G3S2s2 

. , 

431 

4 

7 

69 

)> 

3 

„               I.G4S2s2 

18 

431 

....4 

....8 

83 

» 

4 

],G4S2s2 

431 

4 

....8 

G2 

)> 

5 

„              1,  G6  s2  .. 

18 

431 

2 

....8 

132 

j> 

6 

l,G6s2.. 

>» 

, . 

431 

....2     ....8 

1U4 

j> 

7 

„              1,  Go  S3  si     „ 

18 

431 

....4    9 

90 

» 

8 

1,G5  S3  si     „ 

•  • 

431 

...  .4 

....9 

86 

Artificial  Hydraulic  Lime, 

•2nd  sort. 

Feb.  4 

i 

(C6B1) 1,  G3  S2  s2  hot 

17 

430 

I  to  4    1  to  7 

86 

»> 

2 

„              1,  G3  S2  s2;    „ 

, , 

430 

...4   I....7 

125 

» 

3 

1,  G4  S2  s2     „ 

17 

430 

4    ....8 

64 

» 

4 

„             1,  G4  S2  s2     „ 

, . 

430 

4   I....S 

97 

» 

5 

„              1,  G6  s2  ..     » 

17 

430 

...2    ....8 

83 

>» 

6 

„              1,  G6s2..     „ 

, , 

430 

....2      ...8 

101 

» 

7 

„              1 ,  Go  S3  si     „ 

17 

430 

....4     ....9 

58 

>> 

8 

„              1,  Go  S3  si 

Artificial  Hydraulic  Lime, 
3rd  sort. 

» 

*  * 

430 

....4     ....9 

65 

Feb.  5 

1 

(C7B1) 1,  G3  S2s2  hot 

16 

429 

1  to  4    I  to  7 

109 

)> 

2 

1,  G3S2S2    „ 

. , 

429 

....4    ....7 

97 

>> 

3 

„              1,  G4  S2  s2     „ 

16 

429 

...4  |....8 

76 

>j 

4 

1,  G4S2S2    „ 

. . 

429 

....4     ....S 

90 

j» 

3 

1,  G6s2  ..     ., 

IG 

429 

....2    ....8 

90 

» 

6 

1,  G6s2  ..     „ 

429 

2       ...8 

125 

j> 

7 

1,  Go  S3  si     „ 

16 

429 

....4   I....9 

55 

» 

8                 „               1,  Go  S3  si!    „ 

•• 

429 

...4   i....9 

98 

13(3        OBSLRVATIONS  ON  LIMES,  WATER  CEMENTS,  &c. 


TABLE  VIL  COMPARATIVE  RESISTANCE  OF  EXPERIMENTAL 
ARTIFICIAL  STONr,S.  COMPOSED  OF  DIFFERl.NT  SORTS 
OF  LIME  OR  CEMENT,  MINED  WITH  VARIOUS  PROPOR- 
TIONS OF  SCREENED  THAMES  BALLAST. 


1 

Experiment. 

Experiment, 
No.  2. 

Aver- 

i  No. 

ProportioQ  of  Quick  Lime  Pow- 

^o. 1. 

age 

When 

oftbe 
Ex- 

der,  or    Cement    Powder,   and 

break- 
ing 

Ar  ;'^^"i  ir 

Break- 

made. 

peri- 

Ballast,  by  measure. 

ing 

weight 

nent. 

'l---- Tn'.fs!  <»->- 

weight 
n  lbs. 

m  lbs. 

183G. 

JulySOtli 

1 

Chalk    Lime    I,  Ballasts 

240 

47 

270       60 

53 

,. 

2 

1,     ..       4 

240 

lOG 

270       95 

100 

3 

1,     ..       5 

240 

142  ' 

270     126 

134 

July29ih 

4 

1,     ..       G 

241 

89 

271      109 

99 

3 

1,     ..       7 

241 

93 

271        94 

93 

,, 

G 

1,     ..       8 

241 

CI 

271        49 

55 

.. 

7 

1,     ..        9 

241 

47 

271        39 

43 

.. 

8 

1,      ..      10 

241 

35 

271        36 

35 

July  30th 

1 

Hailing  Lime  1,  Ballast  3 

240 

169 

270     175 

172 

^  ^ 

2 

1,     ..       4 

240 

ITS 

270     133 

I55 

^  ^ 

3 

I,     ..        5 

240 

159 

270 

112 

135 

,, 

4 

1,      ..        C 

240 

75 

270 

. . 

75 

,  ^ 

5 

1,     ..        7 

240 

Gl 

270 

84 

72 

, , 

6 

1,      ..        8 

240 

C9 

270 

70 

69 

, , 

7 

1,     ..        9 

240 

Gl 

270 

77 

69 

.. 

8 

1,     ..     10 

240 

79 

270 

54 

66 

Aug.eth 

1 

Blue  Lias  Limel, Ballast  3 

234 

75 

263 

87 

81 

1st 

2 

1,     ..       4 

239 

40 

268 

40 

, , 

3 

1,     ..       5 

239 

72 

26S 

68 

70 

. . 

4 

1,     ..       G 

239 

138 

268 

100 

119 

. . 

5 

1,     ..       7 

239 

108 

2GS 

53 

80 

,, 

C 

1,     ..        8 

239 

47 

268 

44 

46 

, , 

7 

1,      ..        9 

239 

56 

268 

52 

54 

■■ 

8 
1 

1,      ..      10 

Sheppy  if  Harwich  Cements, 
mixed. 

239 

I 

47 

268 

40 

43 

Aug.  1st 

Francis's    ..    1,  Ballast  2 

239 

124 

2G8 

143 

133 

2 

1,       ..     3 

239 

110 

268 

lOS 

109 

Uth 

3 

1,       ..     4 

234 

80 

263 

54 

67 

4 

1,        ..      .5 

234 

47 

263 

20 

33 

5 

1,        ..      G 

234 

32 

^  ^ 

32 

6 

1,        ..     7 

234 

16 

, , 

^  ^ 

.. 

7 

1,        ..     8 

234 

Accidentally  broken  | 

•• 

8 
9 

1,        ..      9 
1,        ..    10 

234 
234 

Sc„ 

imblc 

dinto 

dust 

(203)  It  will  be  observed  that  the  experiments  in  Table 
VI,  and  those  in  Table  \  II,  are  rather  inconsistent  with 
each  other.  In  the  Ibrnier,  all  our  concretes  made  with 
chalk  lime  were  very  much  inferior  to  those  made  with 
Hailing:  lime,  not  only  under  water,  as  might  be  expected, 
but  in  air  also  ;  whereas  in  the  latter,  the  chalk  lime  con- 
cretes were  generally  very  little  inferior  to  those  of  Hailing 
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lime.  Besides  which,  it  might  be  inferred  from  both  of 
these  Tables,  that  the  blue  Lias  or  Aberthaw  lime,  was 
rather  inferior  in  strength  to  the  Hailing  lime.  And  it 
might  also  be  supposed  from  Table  VII.  in  particular,  that 
the  blue  Lias  lime  forms  a  stronger  concrete  with  six  times 
its  volume  of  gravel  and  sand,  than  with  any  smaller  pro- 
portion of  the  same  ingredients.  The  first  of  these  con- 
clusions, as  to  the  superiority  of  the  Hailing  lime  over  the 
blue  Lias,  is  in  direct  contradiction  to  the  experience  of 
the  most  celebrated  Civil  Engineers  of  this  Country ;  and 
the  second,  as  to  the  quantity  of  sand  that  this  lime  will 
bear,  is  in  contradiction  to  my  own  observation,  as  well  as 
to  the  experience  of  Captain  Savage,  who  used  blue  Lias 
lime  not  only  at  the  Cobb  or  Pier  of  Lime  Regis  which  was 
built  by  tide  work  (26),  but  at  Hobbs'  Point  near  Pem- 
broke, in  a  much  more  difficult  work  executed  by  the  diving 
bell,  which  will  be  noticed  in  the  Appendix.  We  therefore 
could  not  help  doubting  the  accuracy  of  these  conclusions; 
and  afterwards  we  discovered  that  the  usual  mode  of 
making  concrete  in  England,  adopted  in  our  first  experi- 
ments, was  not  calculated  to  yield  an  accurate  estimate  of 
the  comparative  resistance,  of  artificial  stones  formed  with 
different  sorts  of  lime. 

(204)  The  mode  of  proceeding  now  alluded  to,  as 
being  objectionable,  is  the  same  that  has  been  approved 
by  all  our  British  Architects  for  making  concrete  for  found- 
ations, and  which  has  more  recently  been  adopted  by 
Mr.  Ranger  in  making  his  artificial  stones,  in  which  he  has 
altered  nothing  in  the  former  practice,  except  by  substi- 
tuting boiling  water  instead  of  cold.  For  this  last  purpose, 
I  now  consider  the  system  of  working  with  quick  lime  fresh 
from  the  kiln  to  be  erroneous.  Though  reduced  to  a  fine 
powder,  and  notwithstanding  the  use  of  hot  water,  both  of 
which  expedite  the  slaking,  some  small  portions  or  particles 
of  lime,  being  always  more  sluggish  than  others,  will  not 
slake  until  the  greater  part  of  the  mass  of  the  moistened 
quick  lime  powder  shall  have  undergone  that  process.  But 
all  calcined  calcareous  stones  swell  in  slaking,  except  ce- 
ment. Hence  after  the  artificial  stone  moulded  in  the 
usual  manner,  has  begun  to  set,  owing  to  the  slaking  of  the 
greater  portion  of  the  lime  w ith  which  it  has  been  formed, 
the  more  refractory  portions  of  the  same  lime,  in  slaking 
afterwards,  have  a  tendency  to  split  the  artificial  stone,  or 
to  produce  cracks,  at  the  surface.  But  although  some  of 
our  small  artificial  stones  consisting  of  blue  Lias  lime  mortar 
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and  concrete  had  jronc  to  pieces  from  this  cause,  namely 
the  mortar  alhided  to  in  Article  26,  and  some  concretes 
also  made  in  lJS;36,  which  arc  rec*)rded  in  the  journal  of  our 
operations  lor  that  year  as  having  been  made  but  destroyed 
afterwards,  from  proving  imperfect ;  and  although  in  res- 
pect to  the  mortar  in  particular,  a  remark  had  been  entered 
in  the  same  journal  at  the  time,  that  the  lime  of  which  it 
was  made,  appeared  to  be  imperfectly  slaked ;  yet  such  is 
the  power  of  habit,  that  it  never  occurred  to  me,  that  the 
customary  mode  of  making  concrete  in  England  was  ob- 
jectionable, until  1  had  tried  the  following  experiments. 

(205)  From  the  circumstance,  so  often  remarked  by 
me,  that  the  strength  of  cement  is  much  impaired  by  adding 
sand  to  it,  and  that  the  blue  Lias  lime,  which  approaches 
nearer  to  cement  in  its  water-setting  properties  than  any 
other  of  our  Knglish  limes,  in  like  manner  cannot  bear  so 
much  sand  as  any  of  the  weaker  hydraulic  limes  or  common 
lime,  it  occurred,  that  as  pure  cement  is  much  stronger 
than  cement  mortar,  so  the  blue  Lias  lime  used  pure  or 
nett,  and  mixed  w  ith  water  alone,  might  in  like  manner  be 
stronger  than  the  mortars  made  with  the  same  lime  and 
sand.  I  had  also  remarked  in  rending  the  experiments  of 
General  Treussart,  and  of  M.  Vicat  in  France,  that  the 
former  had  found,  in  some  cases  though  not  in  all,  that  the 
hydrates  of  several  hydraulic  limes,  experimented  upon  by 
him,  were  stronger  than  tlie  mortars  of  the  same  limes 
mixed  with  sand,  whilst  the  latter  stated  that  small  square 
prisms  or  cubes  of  common  lime  of  the  same  quality  as  our 
English  chalk  lime,  mixed  with  water  alone,  were  much 
stronger  than  the  mortars  of  the  same  sort  of  lime.  Before 
I  commenced  my  own  researches,  I  should  not  only  have 
considered  M.  Vicat's  opinion  to  be  quite  erroneous,  but  I 
should  have  doubted  the  correctness  of  those  statements  of 
General  Treussart,  which  were  at  variance  with  the  general 
opinion  of  practical  men  in  this  country,  wiio  all  agree  in 
believing  the  mortar  of  every  lime  to  be  much  stronger  than 
the  hydrate  or  putty  of  the  same  lime.  But  after  having 
tried  the  experimeut-s  with  cement  and  small  artificial 
stones,  that  have  been  recorded  in  the  foregoing  parts  of  this 
Treatise,  I  became  disposed  to  place  confidence  in  the 
results  of  those  experiments  of  General  Treussart,  which  I 
should  otherwise  have  considered  paradoxical,  and  though 
not  equally  inclined  to  assent  to  M.  Vicat's  opinion,  yet  I 
felt  that  I  was  neither  justified  in  adopting  or  rejecting  the 
one  or  the  other,  without  subjecting  both  to  the  test  of 
further  experiment. 


MODE  OF  MAKING  ARTIFICIAL  STONE  DISCUSSED.     139 

I  therefore  proceeded  to  make  some  small  artificial 
stones  of  the  hydrates  of  blue  Lias  as  well  as  of  chalk  lime, 
in  the  same  little  moulds  and  by  the  same  process  before 
described  (137),  using  quick  lime  powder  mixed  with  water 
whilst  fresh  from  the  kiln,  and  putting  it  into  the  mould 
immediately,  and  allowing  it  to  heat  there.  This  process, 
proper  for  cement  only,  but  which  as  applied  to  concretes 
made  of  any  sort  of  lime,  mixed  with  a  certain  excess  of 
gravel  and  sand,  does  not  always  develop  its  injurious  ten- 
dency, proved  to  be  quite  inapplicable  to  nett  lime  mixed 
with  w  ater  alone ;  for  no  sooner  had  the  lime  putty  or 
paste,  introduced  moist  into  the  mould,  begun  to  slake  with 
heat,  than  it  violently  burst  to  pieces.  I  therefore  after- 
wards allowed  the  lime  paste  to  go  through  the  process  of 
heating,  swelling,  and  bursting  or  cracking  first,  and  mixed 
it  up  again  wiFh  more  water  before  putting  it  into  the 
mould.  Even  on  taking  this  precaution  with  the  blue  Lias 
lime,  it  always  split  some  time  afterwards,  unless  we 
allowed  several  hours  to  intervene  between  the  slaking  and 
the  moulding.  For  example,  the  first  artificial  stone  or 
small  square  prism  of  blue  Lias  lime,  which  I  attempted 
to  form  one  Saturday  afternoon,  split  into  three  pieces  in 
the  course  of  an  hour,  though  it  was  formed  of  lime  paste, 
which  had  been  allowed  to  become  perfectly  cool,  after 
having  been  slaked  with  great  heat  in  a  basin  just  before. 
1  therefore  broke  it  down  again  and  remixed  it  with  more 
water,  and  remoulded  it  that  same  evening.  On  inspecting 
it  on  the  Monday  morning  following,  I  found  that  this  se- 
cond attempt  had  also  failed,  for  a  large  fragment  of  this 
new  prism  had  split  off  during  the  interval.  Though  the 
lime  at  this  time  had  set  into  a  hardish  substance,  I  caused 
it  to  be  scraped  or  pared  down  into  very  thin  slices  by  a 
knife,  and  then  pounded  in  a  mortar,  and  remixed  with  an 
additional  quantity  of  water,  and  remoulded  a  third  time, 
after  which  it  set  without  splitting,  and  at  the  end  of  14 
days  from  its  being  first  mixed,  but  only  12  days  from  its 
being  finally  remoulded,  we  subjected  it  to  the  same  break- 
ing apparatus,  by  which  we  had  acted  upon  the  small  artifi- 
cial stones  which  form  the  subject  of  Tables  VI.  and  VIL  ; 
and  to  our  great  surprise,  it  required  a  weight  of  328  lbs.  to 
break  it  down,  whereas  the  same  lime  mixed  as  a  concrete 
with  six  times  its  volume  of  gravel  and  sand,  as  recorded 
in  Table  VI,  bore  only  188  lbs,  though  nearly  a  year  old, 
and  when  mixed  with  6  times  its  volume  of  screened  Thames 
Ballast  as  in  Table  VII,  it  bore  only  119  lbs,  though  nearly 
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eight  mouths  old  ;  but  as  other  artificial  stones  afterwards 
made  by  us  of  the  same  hydrate  or  lime  putty,  did  not 
evince  the  same  extraordinary  detrree  of  strength,  we  cannot 
draw  any  inference  from  this  remarkable  but  solitary  expe- 
riment. 

(20G)  On  trying  similar  experiments  with  small  artifi- 
cial stones,  some  made  of  chalk  lime  putty,  and  others  of 
chalk  lime  mortar,  I  found  contrary  to  M.  Vicat's  opinion, 
that  the  resistance  of  the  hydrates,  to  a  breaking  or  crush- 
ing weight,  was  inferior  to  that  of  the  mortars, 

(207)  It  may  however  perhaps  be  admitted  as  an 
axiom  in  Practical  Architecture,  that  whether  the  strength 
of  any  lime  be  diminished  by  the  addition  of  sand,  which 
applies  to  cement,  and  from  General  Treussart's  experi- 
ments, probably  to  some  of  the  hydraulic  limes  also ;  or 
whether  it  be  increased  by  the  addition  of  sand,  which  is 
believed  to  be  the  case  with  common  limes;  that  the  peculiar 
mode  of  slaking  and  using  each  lime,  which  produces  the 
strongest  hydrate  when  mixed  with  water  alone,  will  also 
produce  the  strongest  mortar  or  concrete  of  the  same  lime, 
^^hen  mixed  with  the  most  suitable  proportion  of  sand  and 
gravel  also,  in  addition  to  water.  Hence  I  am  now  of 
opinion,  from  considering  the  results  of  our  more  recent 
experiments,  that  the  blue  Lias  lime  used  in  making  our 
small  artificial  stones  in  183fi,  should  have  been  allowed 
not  merely  to  slake  with  water  and  cool  again,  but  to  slake 
thoroughly,  and  lor  several  hours,  previously  to  mixing  it 
with  the  gravel  and  sand;  instead  of  mixing  the  ingredients 
immediately,  and  allowing  the  lime  to  heat  in  the  mould 
and  cool  again,  without  disturbing  it  afterwards.  There 
must  have  been  a  tendency  in  the  lime  of  all  these  little 
artificial  stones  to  crack,  after  the  greater  part  of  it  was  set, 
which  process  is  extremely  strong  in  the  hydrates,  but  as  I 
said  before  is  checked  by  the  interposition  of  gravel  and 
sand,  in  proportion  to  the  quantity  of  those  ingredients. 
But  although  when  thus  checked,  it  may  not  be  powerful 
enough  to  split  the  small  artificial  stones  to  pieces,  or  even 
to  crack  them  at  the  surface,  I  have  no  doubt  that  the  same 
action,  however  diminished,  must  tend  to  produce  internal 
defects,  and  consequently  a  certain  degree  of  weakness. 

(208)  Although  common  limes,  which  slake  much  more 
quickly  and  readily  than  the  blue  Lias,  are  less  liable  to  be 
injured  by  the  same  mode  of  proceeding,  yet  since  my 
attention  has  been  drawn  to  tliis  subject,  I  have  recently 
ascertained,  that  1  out  of  3  artificial  stones  made  with  chalk 
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lime  and  water,  split  in  the  course  of  24  hours,  and  2  out 
of  3  artificial  stones,  made  of  1  measure  of  Hailing  lime 
and  3  measures  of  sand,  cracked  in  several  places  four  days 
after  they  were  moulded,  though  all  made  of  lime  that\vas 
supposed  to  have  been  thoroughly  slaked.  In  fact  the 
number  of  artificial  stones  experimented  upon  by  us  in 
1837,  was  less  by  about  one  third  than  the  number  actually 
made  the  year  before  ;  and  as  we  did  not  always  record  the 
circumstances,  that  caused  the  defective  ones  to  be  thrown 
away,  excepting  such  as  failed  from  too  early  immersion, 
which  was  so  remarkable  a  fact  that  it  could  not  fail  to  draw 
pointed  attention ;  and  as  we  did  not  at  that  time  suspect, 
that  the  common  mode  of  making  artificial  stone  in  this 
country  Avas  ,objectionable  ;  I  can  only  now  state  as  a 
matter  of  opinion,  that  in  all  probability  a  considerable 
proportion  of  them  must  have  gone  to  pieces,  from  the  cause 
now  under  consideration.  The  circumstance  of  even  chalk 
lime,  being  liable  to  injury  from  the  tardy  slaking  of  refrac- 
tory particles,  is  so  well  known  to  the  plasterers,  whose 
inside  w  ork  is  often  cracked  from  this  cause,  that  although 
this  is  the  quickest  slaking  lime  known,  they  always  drown 
their  lime  by  running  it,  as  it  is  technically  termed,  with 
great  excess  of  water,  and  leave  it  a  long  time  before  they 
use  it,  in  order  to  obtain  it  perfectly  stale,  and  thus  to  guard 
against  this  unfavourable  contingency. 

That  the  usual  mode  of  forming  Concrete  in  England 
is  good  for  Foundations,  but  not  for  Artificial  Stones 
for  the  walls  of  Buildings. 

(209)  Though  for  the  reasons  that  have  been  stated,  I 
consider  the  usual  mode  of  forming  concrete  with  quick 
lime  powder,  to  be  inferior  to  the  system  of  w  orking  with 
lime  thoroughly  slaked,  as  adopted  in  the  construction  of 
the  sea  wall  at  Brighton,  yet  as  applied  to  the  foundations 
of  buildings,  or  to  the  backing  of  wharf  walls,  the  use  of 
quick  lime  powder  fresh  from  the  kiln  does  not  appear  to  be 
by  any  means  objectionable;  for  in  such  very  large  masses, 
if  a  temporary  weakness  should  take  place  in  any  part  of 
the  concrete,  from  partial  slaking,  it  may  be  remedied  by 
the  weight  of  the  superincumbent  mass  afterwards  added 
in  a  moist  state,  which  will  cause  the  whole  to  consoli- 
date ;  whereas  in  building  dwelling  houses,  as  Mr.  Ranger 
proposes  with  single  artificial  stones  of  the  same  substance, 
which  set  at  the  surface  before  they  are  used,  a  defect  in 
any  one  stone,  arising  from  the  same  cause,  cannot  be 
remedied  in  this  manner.  If  it  should  be  split  in  two,  which 
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1  have  sometimes  observed  to  be  the  case,  this  stone  must 
cither  be  entirely  rejected,  or  the  fracture  patched  with 
mortar  in  an  unsatistactory  manner. 

(210;  The  impropriety  ot  using  lime  in  the  same  man- 
ner as  cement  was  further  proved,  when  we  attempted 
afterwards  to  unite  some  stone  bricks,  by  means  of  blue 
Lias  lime  in  its  nett  state,  mixed  w ith  water  alone,  w ith  a 
view  to  ascertain  the  comparative  adhesiveness  of  this  lime. 
By  way  of  experiment,  in  our  three  first  trials  we  reduced 
the  blue  Lias  lime  fresh  from  the  kiln  to  the  state  of  quick 
lime  pow  der,  by  pounding  it  in  a  mortar ;  and  then  m.iking 
it  up  into  a  stiffisb.  paste,  we  applied  it  immediately  to  the 
proper  surfaces  of  both  stones,  w hich  we  cemented  together, 
and  pointed  tlie  joint  all  round,  in  the  same  manner  pre- 
cisely, as  we  had  done  in  all  our  cement  experiments;  so 
that  the  union  of  the  two  surfaces  was  completely  effected, 
before  the  lime  paste  had  thrown  out  any  perceptible 
warmth.  In  the  course  of  less  than  an  hour,  the  blue  Lias 
lime  heated,  and  swelled  in  all  directions  whilst  slaking,  so 
that  the  edges  of  the  lime  joint  projected  perceptibly  beyond 
the  sides  and  ends  of  the  stone,  with  which  they  had  origi- 
nally coincided,  which  alteration  of  form,  combined  with 
its  upward  expansion  in  the  direction  of  least  resistance, 
caused  it  to  crack  horizontally  throughout  nearly  its  whole 
upper  surface,  and  to  detach  itself  from  the  upper  stone 
entirely  or  nearly  so ;  at  the  same  time,  that  it  also  sepa- 
rated but  miore  partially  from  the  lower  stone.  On  remo- 
ving the  upper  stone,  the  furrows  and  holes  cut  in  the 
ronghish  surface  of  it  by  the  masons,  left  their  impression 
on  the  cement  in  relict,  in  as  perfect  a  manner  as  could 
have  been  obtained  by  means  of  a  plaster  cast :  and 
on  separating  the  lime  from  the  lower  stone  also,  which 
it  quitted  with  little  difficulty  and  without  breaking,  the 
same  appearance  was  exhibited  on  the  under  side  of  the 
thin  cake  of  hydrate  of  lime,  which  had  for  a  short  period 
been  the  common  joint  connecting  these  two  stones.  This 
specimen,  on  being  preserved,  became  exceedingly  hard, 
and  appeared  to  set  into  as  firm  a  substance  nearly  as  the 
joints  of  similar  experiments,  in  which  pure  cement  had  been 
used.  And  1  have  no  doubt,  but  that  the  blue  Lias  lime 
would  unite  stones  together  nearly  as  powerfully  as  the  best 
cements  are  capable  of  doing,  if  it  did  not  swell  in  all 
directions,  when  the  attempt  is  made  to  combine  the  two 
processes  of  slaking  and  setting,  which  take  place  simulta- 
neously in  cements,  without  increase  of  bulk,  and  conse- 
quently w  ithout  forcing  them  to  split  or  to  detach  themselves 
from  stones  or  brinks. 
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(211)  Upon  the  whole,  I  now  attach  little  value  to  the 
results  of  the  experiments  recorded  in  Tables  VI.  and  VII, 
but  whilst  I  rc^^ret  that  our. investigation  of  the  comparative 
resistance  of  artificial  stones  or  concretes,  as  attempted  in 
those  expcriraenls,  should  be  so  unsatisfactory;  yet  consi- 
dering that  it  would  require  at  least  six  months  Irom  the 
present  period,  to  try  them  again  in  a  more  accurate  man- 
ner, I  am  unwilling  to  defer  the  publication  of  this  Treatise 
any  longer,  my  chief  object  in  first  undertaking  it  having 
been  rather  to  ascertain  the  properties  of  calcareous  ce- 
ments, than  of  calcareous  mortars  or  concretes,  although 
they  are  too  intimately  connected,  to  allow  either  to  be 
discussed  without  some  reference  to  the  other. 

(212)  As  the  value  and  importance  of  artificial  stone 
used  for  the  walls  of  buildings,  or  for  those  of  wharfs  or 
docks  must  depend  upon  its  strength  in  opposition  to  a 
breaking  weight,  it  nov,'  appeared  desirable  to  ascertain  its 
resistance  in  competition  with  that  of  the  common  building 
stones  of  this  country,  as  well  as  with  that  of  bricks  and  of 
pure  chalk  from  the  quarry,  for  which  purpose,  I  caused  a 
number  of  similar  small  prisms  each  4  inches  long  and  2 
inches  square  to  be  cut  out  of  all  those  substances,  which 
being  subjected  to  tiie  proper  breaking  apparatus,  yielded 
the  results  contained  in  another  Table,  No.  VIII,  and  in 
order  to  render  this  more  complete,  the  cohesiveness  of  the 
same  stones  has  been  repeated  from  Table  III,  whilst  that 
of  well-burned  bricks  and  of  inferior  bricks  have  been  esti- 
mated, from  the  average  of  the  strongest  and  some  of  the 
weakest  results,  recorded  in  Tables  I  and  II. 

TABLE  VIII.  COMPARATIVE  RESISTANCE  OF  VARIOUS  NA- 
TURAL  STONES,  BRICKS,  AND  CHALK,  REDUCED  TO  SQUARE 
PRISMS  OF  THE  SAME  DIMENSIONS  AS  THE  SMALL  ARTI- 
FICIAL STONES  BEFORE  EXPERIMENTED  UPON,  WITH 
THEIR    COMPARATIVE    COHESIVENESS    ALSO. 


Description  of  Stones,  &c. 


Weight 

or 
Prism, 
in  Troy 
Grains. 


Weight 

per 

cubic 

foot, 

in  lbs. 


Breaking  weight  in  lbs, 

in  several  successive 

Experiments. 


Average 
resist- 
ance, in 
lbs. 


Average 
cohes- 
iveness, 
iu  lbs. 


1.  Kentisli  Rag    10739 

2.  Voikshire  Landing.     9.571 

3.  Cornish  Granite.  ...11164 

4.  Portland '  9598 

5.  Craig  Leith    9383 

6.  Bath     7945 

7.  Well  burned  Bricks.  5944 

8.  Inferior  Bricks  .. 

9.  Pure  Chalk  (dry)  ..  6157 


165  69 
147-67  i 
J  72-24 ' 
148  08 
144  77 
122-58  j 

91-71 


94  99 


4286 

2976 

3179 

2195 

1940 

708 

I  704 

"^955 

^722 

204 

414 


3817 

2500 

2801 

2892 

1786 

694 

795 

622 

706 

262 

265 


5099  : 

3185  f 

2145  i 

2958  ' 

1961  I 

596 

717  ")1 

640  }• 

823  >| 

522 

314  I 


4581 

2887 
2808 
2682 
1896 
666 

752 

329 
334 


3773 
3642 
3841 
4004 
2439 
1408 

3007 

1105 
473 
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(213)  From  the  above  experiments  it  appears,  first, 
that  the  RESISTASCE  of  various  stones  in  opposition  to  a 
breaking  force,  ts  not  in  proportion  to  their  specific  gravity ^ 
nor  in  any  direct  proportion  to  their  COHESIVESESS  in 
opposition  to  a  tearing  force. 

Secondly.  An  examination  of  the  resnlts  recorded 
in  this  last  Table,  compared  with  those  of  Tables  VI.  and 
VII,  will  perhaps  convince  the  reader  as  it  has  done  me, 
that  Artificial  •Stone  made  according  to  Mr.  Ranger's 
systern  is  very  rniich  inferior,  not  only  to  all  the  natural 
Building  Stones  in  common  use  in  this  country,  but  even 
to  sound  well-burned  Bricks.  For  in  the  walls  of  baildings, 
which  arc  exposed  to  weather,  and  may  be  subject  to  ex- 
ternal violence;  that  sort  of  resistance  in  which  this  sob- 
stance  seems  to  be  deficient,  is  one  of  the  most  important 
qualities,  thoush  not  in  foundations  and  backing,  u  hich  are 
exposed  to  dead  weishtonly.*  In  fact  those  experiments 
prove,  that  artificial  stone  after  allowing  a  year  for  the 
lime  to  set,  is  inferior  in  strength  even  to  common  chalk 
in  its  dry  state,  which  has  been  rejected  for  many  centaries 
as  being  unfit  for  the  purposes  of  building.+  Suppos- 
ing that  ray  objections  to  the  usual  method  of  forming 
artificial  stone  with  quick  lime  powder  as  develop>ed  in 
Articles  204,  20.5,  and  207,  be  well  founded  ;  it  follows,  that 
a  stronger  artificial  stone  may  be  formed  by  working  with 
thoroughly  slaked  lime.  Bui  admitting  this  much,  it  must 
also  be  allowed,  that  no  conglomerate  substance  composed 
of  small  ingredients,  can  be  stronger  than  its  weakest 
part,  and  therefore  the  resistance  of  an  artificial  stone  is 
not  to  be  measured  by  that  of  the  flinty  pebbles  or  gravel 
which  are  its  strongest  part,  but  by  that  of  the  compara- 
tivelv  weak  lime  or  mortar,  by  which  those  pebbles  are 
connected  together,  and  which  I  believe  can  never  rival  the 
hardness  of  any  sort  of  stone,  except  in  a  very  thin  coating 
or  skin  just  at  the  surface.  Upon  the  whole  therefore,  I 
would  recommend  that  even  Bath  stone,  the  weakest  build- 

•  Mr.  Ranger  havine  at  all  times,  with  rreat  ciTiiity.  afforded  me  every 
information  I  requested  relative  to  bis  proceedinzs,  and  he  being  the  only 
person  in  England,  who  makes  artificial  stone,  from  the<e  cirram'tances 
combined,  I  really  feel  considerable  reloctance  in  eivins  my  opinion  of  it, 
which  is  mnch  more  nnfavooralile,  than  it  was  when  the  first  sheets  of  this 
Treatise  were  sent  to  press.  Bat  as  he  is  not  merely  a  maker  of  ani6cial 
stone,  bat  a  bailder  of  skill  and  reputation,  I  sincerely  hope,  that  if  the 
former  branch  of  his  business  should  decline,  the  latter  may  prosper,  so  as 
to  make  him  ample  compensation. 

t  Chalk  was  used  probably  before  the  Norman  Conquest,  for  the  fiiliog 
in  of  thick  walls,  and  also  occa<ional!y  for  inside  vaaltiog,  of  which  speci- 
mens  may  be  seen  at  Canterbury  and  Rochester. 
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ing  stoue  in  England,  or  where  stone  is  not  to  be  had,  that 
srood  brick-work,  sluccod  with  cement,  should  be  used  in 
preference  to  the  l)c.'^t  artificial  stone  that  has  hitherto 
been  invented,  not  only  lor  public  edifices,  but  even  for  the 
mansions  of  opulent  piivate  individuals.*  At  the  same 
time,  I  shall  repeat  my  former  observation,  that  I  consider 
Concrete,  if  kept  irilhin  proper  bounds,  to  be  a  most  excel- 
lent and  useful  Expedient.  Rejecting-  it  for  the  walls  of 
buiklin^s,  and  even  for  every  desciiption  of  arch  or  vault, 
whether  above  or  below  ground,  it  should  be  confined  to 
the  foundations  of  buildings  cliicfl),  in  addition  to  wliicli  it 
may  how  ever  also  be  used  occasional!},  bul  with  judgment, 
for  the  backing  of  wharf  walls,  and  for  the  formation  of 
retaining  walks  such  as  that  of  the  Eastern  Cliff  at  Brighton. 
It  may  also  a.s  I  said  before  be  used  for  Military  Revet- 
menis,  in  peculiar  situations,  as  for  example  in  fortifying 
sandy  islands  (3'2). 

EXPERIMENTS  TO  ASCERTAIN  WHETHER  CEMENT  MAY  BE 
USED  TO  ADVANTAGE  IN  ^MASONRY,  ESPECL4LLY  THAT 
COMPOSED  OF  VERY  LARGE  STONES. 

(2I.4)  The  circumstance  of  cement  having  hitherto 
been  used  almost  exclusively  for  brickwork,  in  and  near 
the  Metropolis,  has  produced  an  impression  on  tlie  minds 
of  many  practical  men,  that  it  is  not  applicable  to  stone 
walls,  especially  if  to  be  built  of  very  large  heavy  stones, 
for  two  reasons;  first  from  a  supposition  that  it  does  not 
attach  itself  well  to  stones,  and  secondly  because  it  sets  too 
quickly  to  admit  of  a  very  large  heavy  stone  being  properly 
adjusted,  without  disturbing  the  bed  of  cement  upon  which 
it  is  to  be  laid.  The  first  supposition  has  been  proved  to 
be  erroneous,  by  the  experiments  recorded  and  commented 
upon  in  the  preceding  articles.  The  second,  which  I  con- 
sidered no  less  unfounded,  induced  me  to  try  the  following 
experiments. 

Having  provided  two  large  Bramley-fall  stones  of  the 
same  size  and  weight  nearly,  I  caused  the  top  of  one  and 
the  bottom  of  the  other  to  be  dressed  in  the  same  manner, 
as  would  be  proper  for  the  common  joint  of  the  stones  of 

•  I  do  not  consider  that  tlie  resistance  of  the  concrete  casemate  at 
Woolwich  to  the  fire  of  heavy  Artillery,  as  recorded  in  Articles  32  and  33, 
invalidates  this  opinion,  because  we  found  by  our  experiments  at  Chatham, 
that  the  penetration  of  a  24-pound  shot  into  a  parapet  of  loose  fine  sandy 
soil  was  only  double  its  penetration  into  the  wall  of  that  casemate. 
In  the  absence  of  positive  experiments,  I  conceive  that  the  resistance  of 
the  weakest  sort  of  stone  now  used  for  the  purpose  of  building,  would 
exceed  that  of  loose  sand  in  moch  more  than  a  twofold  ratio. 

M 
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two  successive  courses  of  large  ashlar  masonry,  suitable 
for  the  wharf  wall  of  an  important  Pier  or  Harbour,  or  for 
the  wall  of  a  Light-house  exposed  to  the  action  of  the  sea. 
This  was  done  by  cutting  them  all  round  by  a  mallet  and  a 
bosting  tool  or  chisel  Ih  inch  broad,  and 
afterwards  cutting  three  intermediate 
spaces,  parallel  to  and  equidistant  from 
the  long  sides,  and  by  then  picking  down 
the  remaining  rectangular  portions  of 
the  surface  by  a  pointed  tool,  as  shown 
in  the  annexed  figure,  in  which  the  small 
furrows  cut  by  the  chisel  are  represented  by  short  parallel 
lines,  whilst  the  pick  holes  are  dotted,  neither  of  them  pene- 
trating more  than  one  eighth  of  an  inch  below  the  general 
surface  of  the  two  stones,  each  of  which  after  being  thus 
dressed,  measured  nearly  39  inches  long,  29  inches  broad, 
and  2G  inches  deep,  and  weighed  about  2662  lbs. 

That  stone  which  was  to  represent  the  lower  course  of 
masonry  in  our  proposed  experiment,  had  four  iron  bearers, 
each  14  inches  long,  4  inches  deep,  and  three  quarters  of  an 
inch  thick,  let  into  it,  so  as  to  project  10  inches  from  oppo- 
site sides,  and  towards  the  ends  of  the  stone,  in  a  horizontal 
direction.  These  bearers  were  fixed  with  the  same  artificial 
cement  about  to  be  experimented  upon.  The  upper  stone 
had  an  eyebolt  sunk  into  it  to  the  depth  of  16  inches,  for 
raising  it  when  necessary,  which  was  of  a  dovetailed  form 
at  bottom,  and  wedged  into  a  hole  cut  in  the  stone,  of  much 
greater  diameter  than  the  shank  of  the  bolt,  by  small  frag- 
ments of  granite.* 

After  being  thus  prepared,  the  first  stone  was  set  upon 
strong  wooden  skids,  to  represent  as  before  said  one  stone 
of  a  finished  course  of  masonry,  and  the  other  being  raised 
by  hooking  on  the  eyebolt  to  the  tackle  of  an  artillery  gyn, 
was  let  down  upon  the  former,  in  such  a  manner,  that  the  two 

•  This  eyebolt  was  made  of  1 J  inch  bolt  iron,  and  let  into  a  hole  3  inches 
in  diameter  cut  in  the  stone.  At  the  distance  of  4  inches  from  the  lower 
end  of  the  bolt,  its  thickness  was  made  to  increase  from  thence  downwards, 
in  a  conical  form,  till  it  became  about  3  inches  in  diameter,  and  thus  nearly 
fitted  the  bottom  of  the  hole.  After  inserting  the  eyebolt  into  its  proper 
place,  small  pieces  of  broken  hard  stone  were  poured  in,  which  filled  the 
cavity  round  the  upper  part  of  the  hole,  and  became  jammed  there  as  soon 
as  a  purchase  was  applied.  This  simple  arrangement  suggested  by  Mr. 
Howe  prevented  the  i»olt  from  being  drawn  out  of  the  upper  stone,  when 
afterwards  acted  upon  by  a  total  weight  exceeding  39,000  lbs.  avoirdupois. 
He  had  prcviotisly  recommended  it  to  Captain  Chesney,  as  a  good  mode  of 
fixing  moorings  or  warping  eyebolts  in  rock,  for  the  proposed  navigation  of 
the  Euphrates,  which  was  afterwards  undertaken  by  that  Officer,  with  the 
local  rank  of  Colonel  in  the  East. 
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surfaces  which  were  to  be  afterwards  cemented  together, 
were  made  to  coincide  properly,  which  being  of  equal  size 
and  both  out  of  winding,  they  could  not  fail  to  do. 

Having  thus  adjusted  the  stones  in  a  dry  state,  we  raised 
the  upper  one  again  to  the  height  of  about  1  foot  by  the 
gyn,  after  which  the  cement,  which  consisted  of  mixture 
C4  B5,  was  made  up  with  water  into  a  stiffish  paste, 
and  thrown  upon  the  top  of  the  lower  stone,  upon 
which  one  bricklayer  spread  it  properly,  whilst  another 
applied  the  superfluous  parts  of  it  in  a  thin  coat  to  the  bot- 
tom of  the  upper  stone,  in  the  same  manner  as  would  be 
done  in  plastering  a  cieling,  both  working  with  long-handled 
tools  resembling  large  garden  spuds  or  small  spades,  in- 
stead of  the  trowel,  w  hich  could  not  be  used  conveniently 
in  the  confined  space  between  the  two  stones.  After  the 
surfaces  of  both  were  thinly  coated  with  cement,  they  w  ere 
united  by  letting  the  upper  stone  gently  down  into  its  pro- 
per place  upon  the  lower  one,  where  by  its  great  weight, 
which  exceeded  a  ton,  it  pressed  down  the  bed  of  cement, 
which  was  still  soft,  to  a  regular  thickness,  squeezing  out  a 
part  of  it  on  each  side  out  of  the  joint,  which  was  pointed 
all  round  by  the  bricklayers  with  their  trowels. 

The  gyn  was  then  removed,  and 
the  stones  thus  cemented  together 
were  allowed  to  remain  upon  the 
skids,  in  the  state  represented  in 
section  in  the  annexed  figure,  which 
shows  two  of  the  four  iron  bearers 
that  were  cemented  into  the  lower, 
as  w  ell  as  the  iron  ringbolt  that  was 
sunk  into  the  upper,  stone. 

At  the  end  of  ten  days,  the  gyn 
was  again  erected,  and  the  upper 
stone  hooked  on  to  it,  and  raised 
about  an  inch,  on  which  the  cement 
joint  gave  way,  being  torn  asunder 
by  the  lower  stone  alone,  which  with  the  iron  bearers 
attached  to  it,  weighed  about  2,688  lbs.  This  first  experi- 
ment was  by  no  means  promising,  but  as  the  stones  had 
been  cemented  together  during  a  frost,  it  seemed  possible  that 
the  weather  might  have  aflfected  them.  If  not,  10  days  was 
evidently  too  short  a  period,  to  enable  the  cement  joint  to 
bear  the  weight  of  the  lower  stone.  We  therefore  deter- 
mined to  try  the  same  experiment  again,  but  allowing  more 
time  for  the  cement  to  set. 

M  2 
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Accordinji^l)'  having  cleaned  the  proper  surface  of  each 
stone,  we  cemented  them  to<jclher  again,  and  at  the  end  of 
60  da)'s,  we  raised  tiiem  up  l)y  the  gyn,  and  having  laid  two 
strong  deals  longitudinally  upon  the  iron  licarcrs  on  each 
side,  and  short  sliccting  or  mining  planks  transversely  over 
the  ends  of  these,  so  as  to  form  a  sort  of  double  platform, 
resting  upon  the  lower  stone,  wc laid  sncccssivcMeiuhtsnpon 
these  deals  and  planks,  unlil  the  mass  broke  down  and  lell 
to  the  ground,  through  a  distance  of  about  1  foot,  for  at 
this  period  we  had  removed  the  skids.  The  total  Nxcigiit 
applied  was  7083  ll)s;  but  on  examination  it  ])roved  to 
be  the  hook  of  the  artillery  gyn  that  had  snapped  in  two, 
which  must  have  been  of  bad,  probably  rcmanufactured, 
iron,*  wliilst  the  cement  joint  of  the  stones,  notwithstand- 
ing the  concussion  of  the  fall,  was  to  all  appearance  still 
perfcrt,t  but  iiuiher  experiments  afierwaids  led  us  lo  be- 
lieve (hat  this  opinion  was  erroneous ;  for  ii'  C4  Co,  the 
artificial  cement  now  used,  had  not  been  seriously  injured 
by  the  fall,  it  ousiht  to  luive  proved,  as  in  all  other  trials, 
nearly  equ.il  lo  the  bes(  of  the  natural  English  cements; 
whereas  it  did  noi,  after  (his  accident,  evince  morethanone 
fourth  of  the  adhesiveness  of  Messrs.  Francis's  English 
cement,  when  applied  to  the  same  two  stones,  as  will  pre- 
sently be  related. 

To  return  to  our  first  experiments  with  the  large  Bramley- 
fall  stones,  eight  days  after  the  accident  that  has  been  men- 
tioned, we  again  raised  the  slones  by  the  same  gyn,  which 
we  had  fitted  up  w  ith  a  new^  hook,  l)ut  before  we  applied 
any  ^\ eights  lo  the  lower  stone,  we  suspended  the  mass  to 
a  strong  beam  of  wood,  properly  supported  in  a  temjiorary 
manner  by  two  piers  mode  of  the  woodwork  belonging  to 
our  pontoon  Cfjuipage,  and  then  removed  the  gyn,  as  we  were 
apprehensive  that  some  other  part  of  it  might  break  down, 
and  spoil  our  experiment.  We  then  laid  on  the  longitudi- 
nal deals  and  transverse  planks  as  before,  and  loaded  this 
sort  of  framework  w  ith  paving  stones,  each  weighing  from 
30  to  about  70  lbs,  and  over  them  iron  'jG  lb  weights.  The 
annexed  figure  represents  this  arrangement,  in  which  the 

•  Remanufactiired  iron,  wliicii  from  my  experience  1  consider  to  have 
been  of  very  infeiior  quality,  was  used  for  some  years  in  the  Ordnance  De- 
partment, probahiy  from  its  cheapness;  bnl  as  notliing  that  is  bad  is  really 
cheap,  it  has  since  been  disused  by  order  of  the  Board. 

t  This  experiment  was  tried  in  presence  of  Sir  James  I\.  Carnac  Chair- 
man, and  several  Directors  of  the  Honourable  Last  India  (;onipany,  on  tiie 
30th  of  March,  I S3",  after  they  had  inspected  their  Depot  under  the  command 
of  IJeutenant-Colonel  Hay,  for  which  purpose  they  had  visited  the  Garrison 
of  Chatham. 
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beam  that  bore  the  whole  weight,  and  the  transverse 
planks  are  represented  in  section,  tlie  other  parts  being 
distinctly  shown  in  elevation,  except  the  temporary  wooden 
piers,  which  supported  the  beam,  of  one  of  which  the  out- 
line only  is  marked  by  dotted  lines. 
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Thus  we  proceeded  as  before,  continually  adding-  more 
weights,  until  tlie  mass  broke  down  under  a  weight  of 
9660  lbs,  the  details  being  as  follows. 

Weight  of  the  lower  Bramley-fall  stone 2656  lbs. 

Four  iron  bearers   32 

Four  3  inch  dcjils  laid  longitudinally   311 

Eight  planks  laid  transversely 224 

Sixty-nine  pieces  of  paving  stone    3()37 

Fifty  iron  half-hundred  weights    2800 

Total  weight  that  broke  down  the  mass, .  .lbs.  9660* 

(215)  Vmal  appearance  of  cement  joints  after  being 
fractured.  On  examining  the  cement  joint,  w  hich  was  the 
part  that  had  now  given  way,  it  did  nut  average  more  than 
one  tenth,  and  no  where  exceeded  one  eighth  of  an  inch  in 
thickness,  excepting  wiicrc  it  entered  into  the  chisel  fur- 
rows or  pick  holes;  nnd  the  greater  part  of  it  adhered  to 
the  upper  stone,  leaving  the  roughish  surface  of  the  lower 
stone  generally  as  clean  to  all  ap[)earance,  as  if  no  cement 

*  This  experiment  was  tried  in  presence  of  Lieutenant-Colonel  Hay 
and  iNlajor  Sonierville  of  llie  East  India  Company's  Depot,  Captains  Jebb 
and  Mackenzie  of  the  Royal  Engineers,  and  other  Officers  both  •f  the  King  s 
and  Company's  Engineers.  Mr.  Howe  was  also  present  and  directed  the 
workmen,  in  this,  as  in  all  the  other  experiments. 
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at  all  had  been  applied  to  it ;  and  we  had  observed  the 
same  circumstiince  in  our  experiments  with  bricks  and 
stone-bricks,  in  which  also,  wlienever  a  cement  joint  gave 
way,  one  of  the  two  surfaces  connected  by  it,  appeared 
nearly  clean.  Hence  if  the  great  weights  required  to  eflect 
separation  in  most  of  our  experiments  had  not  sufficiently 
proved  the  excellence  ol  the  cement  joints,  we  might  have 
supposed  them  all  to  be  imperfect. 

(216)  Having  occasion  to  purchase  several  casks  of 
cement  of  Messrs.  Francis  and  Sons,  for  an  exi)eriraent  of  a 
a  difl'erent  nature,  that  w  ill  afterw  ards  be  recorded,  I  caused 
the  same  two  Bramley  fall  stones  to  be  cleaned  and  cement- 
ed together  in  the  same  manner  by  some  of  this  cement, 
which  was  composed  of  a  mixture  of  Sheppy  and  Harwich 
cement  stone,  but  in  what  proportions  the  manufacturers 
did  not  inform  me,  which  according  to  the  custom  of  the 
trade,  though  in  reality  English  Cement  was  falsified  by  the 
absurd  title  of  Roman  Cement.  On  trying  to  break  down 
the  cement  joint  when  six  weeks  old,  by  the  same  process 
before  explained,  one  of  the  3  inch  deals  broke,  and  a  crash 
took  place  after  more  than  19000  lbs.  a>oirdupois  had 
been  applied,  but  the  cement  joint  was  uninjured,  as  part 
of  the  weights  only  had  fallen  to  the  ground.  Three  days 
afterwards,  having  suspended  the  stones  by  two  fir  beams, 
instead  of  one,  which  we  deemed  unequal  to  support  the 
probable  weight,  and  having  laid  a  couple  of  oak  beams,  14 
feet  long  and  9  inches  square,  upon  the  iron  bearers,  in- 
stead of  the  3  inch  deals,  and  having  laid  double  rows  of 
short  planks  transversely  across  the  ends  of  the  beams,  to 
support  the  necessary  weights,  wc  attempted  to  break  down 
the  same  cement  joint  a  second  time,  having  previously 
borrowed  a  quantity  of  iron  pig  ballast  from  Chatham 
Dock-yard,  which  we  thought  in  addition  to  our  former 
weights,  would  be  quite  sufficient  to  ellect  this  object. 
Instead  of  which  to  our  extreme  surprise,  after  exhausting 
all  our  iron  weights,  and  ballast,  and  a  number  of  paving 
stones,  wc  laid  on  sand  bags  filled  with  earth,  until  they 
were  heaped  so  high  that  no  more  could  be  added  without 
oversetting  the  pile,  and  therelbre  we  left  off  for  the  night, 
without  removing  any  of  the  weights,  with  an  intention  of 
borrowing  more  iron  ballast  from  the  Dock-yard  next  morn- 
ing. But  probably,  in  consequence  of  the  rain  which  fell 
during  the  night  having  increased  the  weight  of  the  sand- 
bags, a  fall  accompanied  by  a  loud  crash  took  place  about 
one  o'clock  in  the  morning  ;  but  on  examining  the  appa- 
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ratus,  and  clearing  away  the  confused  masses  of  fallen 
weights  after  daylight,  the  cement  joint  was  found  to  be 
stilf  perfect,  instead  of  which  the  lower  stone  itself  had 
given  way,  a  fragment  of  which  weighing  203  lbs,  of  an 
irregular  triangular  form  had  broken  off,  immediately  under 
one^of  the  four  iron  bearers,  which  was  bent  downwards, 
but  not  broken.  As  soon  as  this  gave  w^ay,  one  of  the  oak 
beams  being  deprived  of  its  support  at  one  end,  snapped 
in  two,  and  the  other  beam  also  broke  in  consequence. 
The  detail  of  the  parts  of  the  load  that  had  been  used, 
which  were  carefully  weighed  next  morning  whilst  the 
sand  bags  were  still  damp,  was  as  follows : 

Lower  stone,  and  its  iron  bearers 2662  lbs. 

2  Oak  Beams   679 

22  two-inch  sheeting  planks 611 

60  Iron  56  lb.  weights 3360 

Iron  pig  ballast  of  different  sorts    15242 

Paving  stones  of  Guernsey  granite 3097 

159  bushel  sand  bags  filled  with  earth    . . . .  10893 

Total    lbs... 36,544 

(217)  The  annexed  figure  represents  in  perspective  the 
two  stones  that  had  been  experimented  upon,  after  the 
weights  that  had  broken  off  a  part  of  the  lower  one  were 
removed.  As  there  was  now  no  possibility  of  separating 
the  cement  joint  by  weights,  in  consequence  of  the  mutilated 
state  of  the  lower  stone,  we  split  it  by  means  of  chisels  and 
mallets,  and  were  not  a  little  surprised  to  find,  that  with  the 
exception  of  the  outer  part  of  the  cement  that  had  been 
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exposed  to  the  air,  which  was  extremely  hard,  the  A\hole 
inside  of  the  cement  joint  was  soi'lish,  and  neither  resisted 
the  action  of  the  tluinil)  niiii,  nor  of  a  sixpenny  i)icee  on 
edge,  which  heing  drawn  aU)nii  (he  surlacc,  scored  it  to  the 
depth  of  nearly  a  sixteoilh  of  an  inch.  'J'lie  two  lir  hcams, 
havinir  a  piece  of  teak  over  them  in  contact  with  the  rope, 
by  which  the  stone  and  lond  an  ore  suspended,  had  under- 
gone a  deflection  of  one  inch  in  G  leet  8  inches  of  bearing, 
and  the  oak  beams  had  undergone  the  same  nearly,  but  in 
a  contrary  direction,  l)eing  supported  near  the  middle  and 
not  at  the  ends  ;  but  tlie  '2  inch  tarred  rope,  which  was  used 
in  23  fokls  was  not  injured,  and  not  the  least  extraordiiuiry 
part  of  this  remarkable  experiment  was  the  resistance  of  the 
small  pieces  of  Ijroken  granite,  by  which  the  eycbolt,  bear- 
ing the  whole  weight,  of  more  than  29,000 lbs,  was  jammed 
in  the  upper  stone.  The  strength  of  the  iron  bearers, 
each  subject  to  a  weight  of"  more  than  7000 lbs,  was  also 
worthy  of  notice,  being  a  ])roof  of  the  etliciency  of  iron 
cantilevers  set  in  stone  work  by  cement,  for  the  purpose  of 
supporting  balconies,  &c.* 

(218)  The  experiments  thus  tried  with  the  large 
Bramley-fall  stones,  having  led  to  no  decisive  results,  except 
inasmuch  as  tliey  proved  thai  a  large  cement  joint  of  good 
natural  English  cement,  45  days  old,  is  at  least  as  strong  as 
that  excellent  sort  of  stone,  if  nol  more  so;  [  next  determined 
to  try  the  strength  of  tw  o  similar  cement  joinis  only  11  days 
old,  in  competition  with  each  otiicr,  one  ol  Francis's  best 
cement,  such  as  had  been  used  in  the  last  experiment,  the 
other  of  C4  B55;  for  which  purjjose  we  prepared  four 
Bramley-fall  stones,  each  measuring  1000  superlicial  inches 
on  the  corresponding  surfaces,  which  were  l<»  be  cemented 
together,  and  each  averaging  iron)  IJ;^  to  12  inches  in  thick- 
ness, so  that  they  did  not  weigh  quite  hall  as  much  as  thciirst 
large  stones,  out  of  which  in  fad  three  ol"  tliem  were  made, 
by  splitting  the  lormcr  at  the  middle  of  iheir  original  thick- 
ness. This  experiment,  which  we  hoped  would  have  been 
dctinitive,  unfortunately  led  to  no  satisfactory  result,  in  con- 
secjuence  of  the  cyeholts,  which  were  now  fixed  only  J)  inches 
into  each  stone,  drawing  out  of  the  holes,  before  the  cement 

•  Tills  experiment  was  tried  on  llic  Olii  of  Jnne  ISIJT,  in  the  presence  of 
numerous  spectators,  wiio  were  perfectly  astoni.slie«i  at  llic  extraordinary 
strengtii  of  the  cement  joint.  Besides  all  tlie  Officers  of  Engineers,  Colonel 
Warre  the  Commandant  of  the  Garrison  of  Chatham,  and  a  great  nnmber  of 
Officers  of  various  Resinients  attended,  as  well  as  Captain  Clavell,  Superin- 
tendant  of  Chatham  Dock-yard,  together  with  several  members  of  the  IMiilo- 
sophical  and  Literary  Institutioo,  aud  other  Gentkiueu,  Tradesmen,  aud 
Mechanics. 
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joints  were  injured.  Hence  (he  two  stones  united  by 
FiMiicis's  cement  fell  down,  togctlier  with  the  platform  and 
weiiilits  a[)|3lied  to  tlic  lower  stone,  wlien  the  weii>ht  actini>; 
Ujjon  the  joint  amounted  to  4193  lbs,  and  alter  falling  from 
the  height  of  about  I  foot  upon  a  couple  of  wooden  skids, 
the  cemenl  joint  proved  to  be  broken  by  the  fall.  The 
weight  bearing  upon  the  joint  of  the  artilicial  cement 
C4  B55  amounted  to  59/5  lbs,  after  wiiich  the  eyebolt  was 
also  dra\^n  out  of  the  liole,  and  the  two  other  stones,  with 
their  load,  Icll  through  the  same  space  down  upon  a 
stone  pavement,  but  the  cement  joint  was  to  all  appearance 
perfectly  uninjured,  and  we  could  not  separate  the  two 
stones  without  splitting  the  joints  by  several  smart  blowsof 
a  mallet  and  chisels.  On  examining  the  two  joints,  Francis's 
cement  was  thinner,  being  only  from  ^^^th  to  |th  of  an  inch, 
and  what  is  termed  mucli  shorter  or  more  brittle,  than  the 
artificial  cemenl  joint,  which  averaged  from  |th  to  -r\ths  of 
an  inch  in  thickness,  and  was  much  tougher  than  the  former. 
The  thumb-nail  or  edge  of  a  sixpenny  piece  acted  on  both 
of  them.  All  the  spectators  agreed  in  opinion,  after  the 
untoward  end  of  this  experiment,  that  if  the  mode  of  lixing- 
the  eyebolts  luid  not  tailed,  the  artificial  cement  would  have 
gained  the  victory  in  this  competition,  \Ahich  they  inferred 
not  only  from  its  having  sustained  the  shock  of  the  fall  without 
injury,  but  from  its  more  perfect  state,  especially  in  the 
center  of  the  joint.  The  result  of  this  experiment  also 
proved,  that  the  artificial  cement  joint  10  days  old,  which 
was  first  tried  with  the  Bramlcy-fall  stones  must  have  been 
spoiled  by  the  frost  as  sve  suspected,  and  that  the  second 
more  perfect  artificial  cement  joint  CO  days  old,  must  un- 
doubtedly have  been  injured  by  its  previous  fall  ("214); 
otherwise  there  seems  every  reason  to  believe  that  no  weight 
much  less  than  30,000  or  40,000  lbs.  could  have  broken  it 
down  at  that  age.  Unfortunately  in  this  last  experiment, 
two  of  our  four  stones  were  broken  by  their  fall,  which  will 
require  time  to  replace,  and  afterwards  to  retry  the  same 
experiment,  in  >vhich  we  propose  to  use  the  common 
Mason's  Lewis,  as  Mr.  Howe's  expedient  requires  a  greater 
depth  to  prevent  the  broken  stones,  and  consequently  the 
eyebolt,  from  being  drawn  out  of  the  hole,  than  the  thick- 
ness of  our  last  Bramley-fall  stones  will  admit.  It  is  of 
course  impossible  from  our  present  data,  to  estimate  the 
strength  of  a  cement  joint  of  1000  superficial  inches  and  11 
days  old,  with  accuracy,  but  I  apprehend  that  such  a  joint, 
whether  of  good  natural  or  artificial  cement,  would  not 
give  way  under  much  less  than  12,000  lbs. 
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The  experiments  with  the  Bramley-fiill  stones  connected 
by  large  cement  joints,  which  occupied  us  no  less  than  six 
months  from  the  setting  of  the  first  joint  to  the  drawing  of 
theeyeboltsiuthe  last  trial,  have  been  related  consecutively, 
in  order  not  to  interrupt  the  thread  of  our  narrative,  though 
other  experimental  proceedings  of  prior  date  to  some  of 
them,  took  place  in  the  mean  time.* 

Remarks.  First,  that  Cement  may  be  used  to  the 
greatest  advantage,  in  Masonry,  even  of  the  largest  stones. 

(219)  This  is  sufficiently  proved  by  the  foregoing  ex- 
periments with  the  large  Bramley-fall  stones,  combined  with 
the  experiments  on  the  same  stone  bricks  before  remarked 
upon  (lOo^,  of  which  the  results  were  recorded  in  Table  V. 
In  working  with  very  large  and  heavy  stones,  the  only  pre- 
caution necessary  is,  to  adjust  the  stones  together,  first  in  a 
dry  state,  and  then  to  raise  the  upper  one  before  the  bed  of 
cement  for  the  joint  is  laid  on.  As  the  strongest  cement, 
whether  natural  or  artificial,  does  not  set  in  less  than  from 
1.5  to  20  minutes,  or  sometimes  more,  and  as  it  cannot  re- 
quire more  than  5  minutes  at  the  utmost  to  place  the  largest 
stone,  after  having  once  adjusted  it  dry,  it  is  impossible  that 
any  difficulty  can  occur  in  building  with  cement,  provided 
that  this  arrangement  be  adopted. + 

Secondly.  That  the  cohesive  strength  of  calcareous 
Cements  should  never  be  estimated  by  the  superficial  inch. 

(220)  As  tlie  surfaceof  the  joint,  of  Francis's  best  English 
Cement,  connecting  our  two  largest  Bramley-fall  stones, 
measured  1131  superficial  inches,  which  resisted  36.544  lbs, 
and  then  the  stone  gave  way,  (21G),  what  farther  weight 
it  might  have  borne,  had  the  stones  continued  perfect,  must 
be  a  matter  of  conjecture ;  but  from  the  softish  state  of  the 
cement,  which  in  all  our  former  experiments  we  had 
remarked  as  a  proof  of  weakness,  I  do  not  think  that  it 
could  possibly  have  resisted  more  than  about  oG,000  lbs.  at 
the  utmost,  which  averages  only  50 lbs  to  the  cubic  inch; 

•  This  experiment  was  tried  on  the  loth  July  1S37,  in  presence  of  the 
Officers  of  Engineers  as  usual,  and  also  of  Colonels  Tremenheere  and  Law- 
rence of  the  Royal  Marines,  besides  Mr.  Howe  and  other  Clerks  of  Works 
employed  under  Govtrnmpnt,  and  some  Officers  of  the  Dock-yard. 

t  If  the  system  customary-  in  building  large  nasonry  with  lime,  that  is 
to  lay  the  bed  of  mortar  first,  and  to  get  the  stones  into  their  places  after- 
wards by  a  crane  or  other  machine,  were  adopted  in  using  cement,  bad 
workmanship  would  necessarily  be  produced.  Even  in  building  with  bricks, 
which  are  laid  so  much  more  quickly  than  large  stones,  if  the  same  mode  of 
using  cement  were  adopted,  that  is  usual  and  proper  in  building  with  mortar, 
the  work  would  be  ruined.  In  short,  one  mode  of  manipulation  is  necessary 
in  using  cement,  whilst  another  is  better  in  working  with  mortar;  and  if 
properly  understood,  the  former  is  as  easy  ai  the  latter. 
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whereas  one  of  our  artificial  cement  joints  74  days  old, 
applied  to  bricks,  and  measuring-  about  40  superficial  inches, 
resisted  more  than  4400  lbs,  after  which  the  bricks  gave 
way,  thus  evincing  an  actual  adhesiveness  of  110  lbs.  to  the 
superficial  inch,  which,  if  the  bricks  had  been  stronger,  may 
reasonally  be  estimated  at  125  lbs  to  the  inch,  as  was  before 
implied  (181).  Though  somewhat  of  this  opinion  is  con- 
jectural, still  I  consider  it  to  be  a  safe  and  accurate  con- 
clusion, that  any  cement  whether  natural  or  artificial,  as 
applied  to  a  very  large  joint,  such  as  that  of  the  two  Bram- 
ley-fall  stones,  may  be  torn  asunder  by  a  much  smaller 
weight  in  proportion  to  its  surface,  than  that  which  would 
be  necessary  lor  separating  the  joint  of  two  much  smaller 
stones,  connected  by  cement  of  the  same  quality  and  age. 
But  the  strength  of  the  same  cement  used  at  the  same  age, 
and  under  the  same  circumstances,  must  necessarily  be 
equal ;  so  that  the  apparent  difterence  in  the  cohesiveness 
of  cement  applied  to  a  very  large  joint,  and  to  a  much 
smaller  one,  only  confirms  what  I  have  before  so  often 
stated,  that  cement  in  large  masses,  not  easily  accessible  to 
air,  sets  very  slowly ;  for  this  was  the  case  with  our  large 
joint,  the  whole  of  which  except  just  round  the  edges  being 
inaccessible  to  the  external  air,  it  was  therefore  in  the  same 
predicament  as  the  central  parts  of  a  large  mass  of  cement. 
Hence  the  system  adopted  by  some  authors,  of  estimating  the 
cohesive  strength  of  calcareous  cements,  in  some  propor- 
tion to  the  superficial  inch  is  only  true,  when  all  the  joints 
are  equal  and  similar  surfaces,  and  equally  accessible  to  the 
external  air,  or  to  water  if  used  in  hydraulic  works ;  and  as 
this  can  never  be  the  case  in  practice,  it  is  best  not  to  esti- 
mate the  comparative  cohesive  strength  of  Cements  by  the 
superficial  inch  at  all,  which  is  very  likely  to  lead  to  error. 
In  fact,  the  cohesive  strength  of  any  joint  made  of  the  same 
cement,  is  directly  as  the  age  of  the  cement,  and  inversely 
as  the  magnitude  of  the  joint,  but  it  is  not  equal  or  propor- 
tional throughout  the  whole  of  very  large  joints,  the  outside 
of  which  may  be  at  the  rate  of  125  lbs,  whilst  I  conceive 
that  their  inside  may  not  exceed  30  or  40  lbs  to  the  superficial 
inch,  as  measured  by  the  weights  capable  of  tearing  them 
asunder.  But  as  there  must,  after  a  certain  period,  be  a 
maximum  both  of  cohesiveness,  in  opposition  to  forces 
tending  to  tear  cement  asunder  in  two  contrary  directions, 
and  of  RESISTANCE,  or  absolute  strength  as  opposed  to  a 
breaking  or  crushing  weight,  which  no  cement  can  exceed  : 
and  as  both  stones  and  cement  are  porous,  and  not  abso- 
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lutely  impenetrable  either  to  air  or  water,  I  have  no  doubt, 
but  that  in  process  of  time,  the  central  parts  of  lari;c  masonry 
built  uitli  ccnicnl,  will  attain  the  same  perfection  as  the 
outside,  thoui;i;h  much  more  slowly. 

('221)  1  was  partly  induced  to  try  the  above  experiments 
with  those  Bramley-fall  stones,  by  reading;-  the  account  of 
the  construction  of  the  Edystone  Li-rlithousc  by  Smcaton, 
and  ot  the  Bell  Rock  Liu:htliouscby  Mr. Stephenson,  both  of 
which  rcllcct  the  highest  credit  upon  tlujsc  (Ustinguishcd 
Civil  Engineers,  especially  the  former,  whose  ])roccedinirs 
the  latter  professedly  adopted  as  his  text  book,  although 
many  of  his  own  arrangements  were  perfectly  original,  and 
his  task  upon  the  whole  was  by  no  means  less  arduous.  In 
considering  this  subject,  I  am  ready  to  admit  that  nothing 
can  be  better  than  these  celebrated  Lighthouses,  as  they 
now  stand,  but  as  the  powerful  water  cements  of  England, 
absurdly  termed  Roman  cements,  were  aljsolutcly  unknown 
in  .Smealon's  time,  and  the  use  of  them  may  be  said  to  have 
been  in  its  infancy  when  the  Bell  Rock  Liglithouse  was  built, 
and  even  now  is  by  no  means  general  in  Scotland  ;  a  query 
occurred  to  my  mind,  whether  in  the  event  of  the  erection  of 
some  future  Lighthouse  in  such  exposed  situations,  a  great 
part  of  the  difliculties  encountered,  which  arose  chiefly  from 
the  enormous  weight  of  the  stones,  might  not  be  avoided,  by 
using  large  heavy  blocks  of  granite  for  the  outside  courses 
only,  and  by  building  tlie  whole  inside  of  the  lower  or  solid 
part  with  bricks,  or  with  hard  stone  if  that  be  preferred,  in 
light  and  manageable  pieces,  not  requiring  the  aid  of  ma- 
chinery to  move  them,  and  all  laid  in  cement.  For  this 
internal  part  of  the  bottom  of  a  Lighthou.se,  Hat  bedded 
stones,  capable  of  being  split  to  any  thickness,  and  having 
consequently  very  regular  lioriy.ontal  joints  requiring  little 
cement  to  make  them  good,  such  as  were  recommended  by 
Smeaton  for  the  backing  of  walls  exj)oscd  to  the  action  of 
water,  would  be  extremely  apj)li(alde.*  The  vertical 
cour.ses  of  large  masonry  built  with  cement  might  be  tilled  in 
with  cement  grout,  in  a  state  not  more  fluid,  than  just  to 
allow  it  to  run  freely  into  every  crevice.  In  respect  to 
Smeaton's  stone  joggles,  they  may  be  used  if  neces.sary,  but 
his  oak  trenails  must  be  dispensed  with  as  a  nmtter  of 
necessity,  because  they  might  disturb  the  cement  in  the  act 
of  setting.  And  it  appears  to  mc  that  his  dovetails  in  the 
stones  may  also  be  dispensed  with,  which  will  save  a  great 

•  The  Wliinstonc  of  Scotland,  recomniended  for  Bridpcs  by  Messrs, 
Smith  of  Darrick,  in  an  able  paper  in  the  first  volume  of  the  Transactions  of 
the  Institute  of  British  Architects,  would  perhaps  be  no  less  applicable. 
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deal  of  expense  in  cutting-  and  of  trouble  in  placing  them, 
for  il'  all  the  larire  outside  stones  of  each  course  be  cut,  so 
as  to  form  a  horizontal  circular  arch,  inclosing  a  solid  cen- 
tral mass  of  smaller  materiids,  and  the  wliole  laid  in  pure 
cement,  the  cohcsivencss  of  which,  considerable  even  from 
the  lirst,  will  in  time  equal  or  exceed  that  of  the  stone  itself, 
I  see  no  risk  of  the  heaviest  sea  being  able  to  displace  any 
of  them.  In  adopting  this  arrangement,  the  outside  stones 
of  successive  coursesshould  be  all  headers  and  all  stretchers 
allernately,  so  as  to  break  bond  with  each  other,  but  there 
is  no  objection  lo  their  being  all  of  equal  length  nearly,  in 
the  same  course. 

('2'2'2)  In  like  manner  the  arches  of  first  rate  bridges 
also  might  undoubtedly  be  built  with  bricks,  or  with  long 
thin  stones  of  moderate  weight,  at  least  in  situations  not 
near  to  the  Metropolis  or  otlier  great  cities,  and  not  on  the 
line  of  much  irequentcd  public  roads ;  where  1  should  be 
sorry  to  oppose  the  expensive  luxury  of  fine  bridges,  such 
as  the  Waterloo  or  new  L.ondon  Bridge,  which  like  other 
pieces  of  splendid  architecture  are  not  always  to  be  con- 
demned, merely  because  plainer  buildings  w  ould  cost  less 
money. 

DESCRIPTION  OF  A  REMARKABLE  BRICK  SUMMERHOUSE, 
THE  CONSTRUCTION  OF  WHICH  WOULD  HAVE  BEEN 
IMPRACTICABLE    WITHOUT    CEMENT. 

(223)  The  cement  from  Messrs.  Francis  and  Sons,  of 
which  part  was  used  in  the  foregoing  experiments,  had 
previously  been  procured  for  a  small  summer-house,  which 
I  was  then  desirous  of  building,  in  the  garden  attached  to 
the  Field  Officer's  quarters  in  Brompton  Barracks  occupied 
by  mc,  and  which  to  answer  also  the  purpose  of  an  interesting 
experiment  in  Practical  Architecture,  1  determined  to  build 
entirely  of  brickwork  and  cement,  making  the  walls  and 
roof  half  brick  thick  throughout,  and  constructing  the 
latter  as  a  sort  of  hollow  square  pyramid  with  projecting 
eaves,  and  with  curved  sides,  convex  internally,  but  concave 
externally.  In  short,  the  brickwork  skeleton  was  purposely 
made  by  me  of  such  a  form,  as  could  not  possibly  have  held 
together  but  for  the  cement. 

This  little  building  was  7  feet  2  inches  square  in  the 
clear,  and  9  feet  3  inches  high  from  the  foundation  to  the 
lower  side  of  the  eaves.  It  was  built  on  a  bed  of  concrete 
1  foot  thick,  over  which  a  brick  foundation  was  laid  9  inches 
thick  and  9  inches  high,  and  above  this  level,  the  whole  of 
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the  work  was  only  half  brick,  or  41  inches  thick,  as  before 
mcnlioned.  There  were  entrances  left  in  two  adjacent  sides, 
each  4  feet  wide  and  about  Th  feet  hi^h,  which  were  covered 
by  a  horizontal  line  of  bricks  laid  flat,  with  vertical  joints, 
for  I  studiously  avoided  the  arch-like  form,  excepting  in  the 
roof,  where  by  inverting  that  form,  as  was  belbre  stated, 
not  strength  but  weakness  ought  to  have  been  produced. 
The  curved  sides  and  the  projecting  eaves  of  the  roof  were 
formed  by  four  equal  quadrants,  having  their  upper  radii 
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all  in  the  same  horizontal  plane,  and  their  convex  extremi- 
ties meeting  at  top,  each  radius  being  5h  feet  long. 

This  construction  is  explained  in  the  two  foregoing  figures, 
one  of  which  is  the  plan  of  this  little  edifice.  The  other  is 
a  section  of  the  rough  brickwork,  in  which,  notwithstanding 
the  smalluess  of  the  scale,  every  brick  is  distinctly  repre- 
sented. As  the  eaves  of  the  rough  brickw^ork  of  the  roof 
projected  2  feet  each  way  beyond  the  walls,  the  roof  including 
those  projections,  measured  12  feet  square  at  bottom. 


Elevation. 


This  little  building  was  stuccod  inside,  but  on  three 
sides  only  outside,  the  fourth  exterior  side,  both  of  the  walls 
and  roof,  showing  the  rough  brickwork,  in  order  that 
the  construction  may  at  any  time  hereafter  be  understood 
by  a  spectator,  to  w  horn  it  is  explained ;  and  as  this  rough 
side  faces  a  boundary  wall  with  a  very  narrow  passage 
between,  it  is  not  seen  from  any  of  the  walks  in  the  garden. 
The  foregoing  figure  represents  the  appearance  of  one  of 
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the  finished  fronts  of  the  building,  having  ornamental  pilas- 
ters, and  mouldinirs,  and  an  urn  on  the  summit  of  the  roof.* 

We  used  ncilhcrhoop  iron,  nor  slone,  in  any  parlof  Ihc 
Iniildinii.  The  projcctini:  pilasters,  &c,  were  roughed  out 
by  allaching  fragments  of  plain  tiles,  or  of  bricks,  to  the 
surface  of  the  original  brickwork  by  cement.  The  eaves 
■were  formed  entirely  of  bricks  stuck  out  by  cement,  in  the 
same  manner  in  which  our  experimental  brick  piers  had 
been  made  to  stand  out  from  the  face  of  a  wall  (175)  The 
roof  was  built  without  centering,  by  a  plum  line  attached  to 
a  quadrantal  level,  and  was  carried  all  round  by  single 
courses  at  a  time.  The  brickwork  over  each  of  the  two 
entrances  was  built  upon  a  piece  of  plank  laid  horizontally, 
supported  at  the  ends  l)y  short  upright  pieces,  which  were 
pressed  against  the  brick  jand)s  by  an  intermediate  strut  at 
bott»)m.  Belbre  tlie  roof  was  commenced,  Jour  planks, 
comi)Osinga  sort  of  stjuare  frame,  were  applied  to  brace  the 
>valls  externally  near  the  top,  with  iron  tie  rods,  to  ])revent 
them  from  separating,  and  with  horizontal  struts  of  wood 
inside  to  prevent  them  from  collapsing,  the  w hole  of  which 
were  removed  as  soon  as  the  roof  was  finished.  Pure 
cement  was  used  for  all  the  rough  brickwork,  and  also  for 
the  ornamental  mouldings  of  the  stucco,  but  not  in  the 
plain  parts  of  the  latter,  which  were  done  with  cement  and 
sand  mixed  in  equal  measures. 

This  experiment  aflords  an  additional  proof  of  the 
wonderful  cohesive  power  of  cement,  for  any  architect  or 
builder,  or  even  workmen  of  experience  will  admit,  that  if 
lime-rnortar  had  been  used  instead  of  cement,  the  walls 
would  have  been  very  weak,  and  that  the  roof  could  not 
have  been  built  at  all  without  an  interior  framework  or 
centering  of  w  ood,  nor  could  the  eaves  have  been  added 
without  some  similar  support ;  and  after  l)eing  finished  by 
this  apparatus,  it  will  also  be  admitted,  that  the  whole  of 
this  little  fabric,  supposed  to  be  built  with  common  mortar, 
■would  fall  to  pieces  the  moment  that  the  centering  was 
removed,  even  if  the  lime  were  previously  allowed  20  years 
to  set. 

(224)  In  a  former  part  of  this  Treatise,  I  explained  the 
usual  modes  of  preparing  for  bold  projections  in  cement 
fronts,  by  introducing  Yorkshire  stones,  and  by  other 
expedients  mentioned  in  from  Article  126  to  128  inclusive, 
and  aiterw  ards  in  reference  to  Mr.  Brunei's  celebrated  ex- 
periment of  the  two  semi-arches,  springing  from  one  central 

•  The  decorations  were  designed  by  Mr,  Howe. 
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pier  only  (59),  1  remarked,  that  tliere  would  be  no  difficulty 
in  formini;:  the  boldest  projections  by  brickwork  and  pure 
cement  alone,  with  the  aid  of  hoop  iron  in  the  joints,  accord- 
iui;  to  his  system.  The  experiment  of  the  summer-house 
has  since  convinced  me,  that  the  boldest  brick  projections 
necessary  in  ornamental  architecture  are  practicable,  not 
only  with  but  without  hoop  iron,  and  also  that  the  expe- 
dient of  nails  and  spunyarn  to  strengthen  a  cement  moulding 
(128)  is  perfectly  useless. 


The  annexed  figure  shows  in  section  the  details  of  the 
projections  and  mouldings,  at  the  meeting  of  the  walls  and 
roof  of  the  summer-house,  on  a  larger  scale.  Two  bricks 
laid  as  headers,  and  cut  to  suit  the  form  of  the  mouldings, 
and  one  brick  between  these,  laid  on  edge,  and  another 
brick  below  this,  cut  obliquely  at  the  top  of  the  wall,  will 
be  observed,  which  were  the  only  courses  of  bricks  in  the 
whole  work,  not  laid  flat  and  as  half  bricks.  In  this  figure, 
the  bricks  and  fragments  of  tiles  or  of  bricks  are  shaded 
dark,  whilst  the  cement  joints  and  stucco  are  light.  The 
cornices  were  worked  or  as  it  is  technically  termed  run  by 
a  mould,  but  some  of  the  smaller  mouldings  were  rnn  sepa- 
rately at  a  board,  and  fixed  in  their  places  afterwards. 

REMARKABLE  BRICK  BEAMS  BUILT  WITH   CEMENT,  AND 
STRENGTHENED  BY  HOOP  IRON  BOND. 

(225)  Besides  his  extraordinary  semiarchcs  (59),  Mr. 
Brunei  tried  another  experiment  upon  the  ^^trength  of 
pure  cement  scarcely  less  remarkable,  by  building  what  he 
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termed  a  brick  beam,  which  was  a  substantial  mass  of 
brickwork,  rcstin';;  near  its  extremities  ui)on  two  points  of 
support,  at  the  clear  distance  of  22  Icct  J)  inches  apart,  and 
havin<5  12  pieces  of  hoop  iron  introduced  longitudinally, 
and  distributed  amongst  5  of  the  lower  joints.  The  beam 
was  3^  bricks  thick  at  bottom  for  the  first  3  courses,  then  3 
bricks  thick  for  1  course,  2h  bricks  thick  for  3  courses  more, 
above  which  the  remainder  of  the  work  was  2  bricks  thick, 
there  being  17  courses  of  brickwork  in  all,  so  that  it  mea- 
sured about  4  feet  3  inches  high.  Two  pilasters,  as  they 
may  be  termed,  about  14  inches  wide,  and  5  feet  apart  in 
the  clear,  were  carried  up  on  both  sides,  increasing  the 
thickness  of  the  upper  part  of  the  beam  from  2  to  32  bricks 
at  those  points.  The  hoop  irons  were  distributed,  3  above 
each  of  the  1st,  2nd,  and  3rd  courses  of  the  brickwork,  2 
above  the  4th,  and  1  above  the  5th  course.  The  first  7 
courses  of  brickwork  were  built  vertically  upwards  at  both 
ends,  the  remaining  10  as  seen  in  longitudinal  elevation 
were  diminished  by  half  brick  footings,  so  that  the  beam  was 
not  so  long  at  top  as  at  bottom.  This  beam  was  loaded 
with  iron  weights  piled  on  the  center  of  the  top  of  it,  which 
were  gradually  increased  from  the  month  of  December  1835, 
about  two  months  after  it  was  finished,  until  the  end  of 
March  following,  when  it  broke  down  under  a  total  weight 
of  27,025  lbs.  Several  cracks  had  previously  taken  place, 
the  first  in  January  1830,  after  11,147  lbs.  had  been  applied. 

(22G)  A  like  proof  of  the  great  cohesive  power  of 
cement  may  now  be  seen,  at  Messrs.  Francis  and  Sons 
cement  works  at  Nine  Elms,  Vauxhall,  where  they  have 
built  a  similar  brick  beam  resting  upon  two  brick  piers,  at 
an  interval  of  21  feet  4  inches  apart  in  the  clear.  These 
piers  are  G  feet  high,  2  bricks  wide  as  seen  in  elevation,  and 
2.J  bricks  thick  as  seen  in  sec- 
tion, and  these  dimensions  are 
increased  at  bottom  by  footings. 
The  beam  is  2.J  bricks  thick  for 
0  courses  of  bricks  in  height, 
above  which  it  is  2  bricks  thick 
for  13  courses  of  bricks,  making 
19  courses  of  bricks,  or  about 
4  feet  9  inches  in  all,  for  its  lotal 
height. 

There  are  2  pieces  of  hoop 
iron  above  (he  second  course,  2  Seciion. 
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Elevation  of  Messrs.  Francis's  Brick  Beam. 


more  above  the  fifth,  and  1  above  the  eighth  course  of 
brickwork  of  the  beam,  making  5  in  all. 

The  first  of  the  annexed  figures  represents  this  beam 
in  Section,  the  second  in  Elevation,  by  comparing  which, 
the  details  of  the  construction,  and  the  mode  of  loading  it 
afterwards  with  iron  ballast  to  test  its  resistance  will  be 
clearly  understood.  When  I  inspected  it  in  June,  1837, 
the  weight  suspended  below,  but  acting  on  the  top  of 
the  beam,  was  24,000  lbs,  which  had  not  produced  the 
smallest  crack  or  deflection.  I  was  informed,  that  the 
planking  used  in  building  the  beam  had  been  removed  in 
10  days  after  it  was  finished. 

OF  THE  APPLICATION  OF  CEMENT  TO    THE  CONSTRUCTION 
OF  FLAT  ROOFS,   FIRE-PROOF  CEILINGS  AND  PARTITIONS. 

(227)  Anotherproof  of  the  extraordinary  strength  of  pure 
cement,  is  the  system  which  has  lately  been  introduced  of 
using  it  to  unite  plain  tiles  together,  for  the  covering  of  flat 
roofs,  although  the  beams  or  horizontal  rafters  which  sup- 
port them,  may  be  about  4  feet  apart.  In  this  sort  of  roof 
3  courses  of  plain  tiles  are  used,  all  breaking  joint  with 
each  other,  which  even  at  central  intervals  of  41  feet  be- 
tween the  bearers,  are  said  to  be  strong  enough  to  support 
as  many  persons  as  can  find  standing  room.  Examples 
of  roofs  of  this  description  supported  entirely  by  iron  bearers, 
and  consequently  fire-proof,  conslructed  by  direction  of 
Mr.  Fowler,  Honorary  Secretary  of  the  Institute  of  British 
Architects,  muy  be  seen  over  the  two  Taverns  facing  the 
Thames,  as  well  as  on  the  Terraces  over  the  Porticos 
north  and  south  of  the  Hall,  at  Hungerford  Market.  Laths 
were  used  to  support  the  first  course  of  tiles  on  being 
placed,  which  were  removed  in  about  half  an  hour,  and  used 
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for  the  same  purpose,  in  another  part  of  the  roof  whilst  in 
progress.  Mr.  Fowler  who  has  lully  dci^cribcd  this  con- 
struction, in  Ihc  lirst  volume  of  the  Transactions  of  the  above 
mentioned  Institute,  observes  that  two  courses  of  plain 
tiles,  are  strong  enough  as  a  mere  covering,  but  considering 
that  Hat  roofs  arc  alw  ays  liable  to  be  walked  upon,  I  should 
recommend  three  courses  to  be  invariably  used  in  pre- 
ference.* In  Malta,  and  in  those  other  countries  in  which 
flat  roofs  are  almost  exclusively  used,  iron  bearers  would  be 
a  very  great  improvement,  and  cement  might  be  usefnl. 

Of  Mr.  Frost's  Tubulated  Floors  and  Flat  Roofs. 
(228)  This  infjenious  gentleman  contrived  a  sort  of  square 
earthenw  are  tubes,  measuring  21  inches  square  externally, 
and  made  by  a  machine  in  lengths  of  10  feet,  but  cut  pre- 
viously to  being  baked,  into  pieces  only  1  foot  long.  Two 
courses  of  these  laid  in  pure  cement,  at  right  angles  to  each 
other,  form  a  floor  or  roof  8  or  10  feet  wide,  of  which  speci- 
mens may  be  seen  athis  late  artificial  cement  works nowthe 
property  of  Messrs.  Bazcley  and  White.  Mr.  White  has  a 
very  favourable  opinion  of  this  contrivance,  which  he  con- 
siders a  safe  floor  for  any  number  of  men  to  walk  upon  at 
the  above  width.  In  consequence  of  (he  tubulated  form  of 
its  component  parts,  a  floor  or  roof  of  this  construction  may 
be  considered  stronger  than  one  made  of  plain  tiles,  or  any 
other  sort  of  flat  tiles,  of  equal  weight.  The  following  figure 
represents  a  portion  of  one  of  Frost's  tubulated  floors  in 
section,  showing  at  one  end  its  connection  with  the  wall. 

•  Plain  tiles  are  nearly  iO\  inches  long,  6]  inches  broad,  and  nlhsofan 
inch  thick,  and  weigh  about  2i  lbs.  I  believe  that  it  was  first  proposed  to 
use  them  in  several  courses  laid  in  cement,  for  the  covering  of  flat  roofs,  by 
the  late  ingi'nious  Mr.  Smart,  who  formed  a  pair  of  very  flat  rafters  and  a 
tic  beam  out  of  a  sinple  piece  of  scantling,  by  the  addition  of  a  small  oak 
King  Block,  as  it  may  be  termed,  to  connect  the  heads  of  the  two  rafters.  The 
very  flat  Trusses  thus  formed  bring  placed  at  moderate  intervals  apart,  he 
covered  the  whole  with  two  or  three  courses  of  plain  tiles  laid  in  cement. 
Mr.  Hisht  a  builder  of  Dover  constructed  several  roofs  of  this  description, 
which  he  showed  aud  explained  to  me  about  ten  years  ago.  In  )iis  own  house 
the  bearings  l)etween  the  walls  were  IS  feet,  for  which  he  nsed  fir  scantling 
of  21  by  9  inches,  tormed  into  tlat  trusses  on  Mr.  Smart's  principle,  and 
placed  at  intervals  of  2  feet  apart.  Over  these  he  laid  transverse  battensof 
'2\  by  3  inches,  at  central  intervals  of  about  II  inches,  to  support  the  joints 
of  the  lowest  course  of  plain  tiles,  of  which  he  used  two  courses  for  a  common 
roof,  but  3  courses  for  a  Terrace  over  a  Library  in  Dover,  upon  which  people 
were  to  walk.  These  battens,  which  I  suspect  were  also  used  by  Mr.  Smart 
Ui  London,  have  been  proved  to  be  unnecessary,  by  the  experience  of  Mr. 
Fowler's  iniproved  construction.  This  gentleman  justly  reprobates  wood  for 
the  supports  of  a  flat  roof,  as  the  alterations  of  foim  to  which  it  is  liable  by 
shrinking,  bending,  or  warping,  produce  very  troublesome  leaks,  as  is  well 
kaowu  in  Malta,  Bengal  and  other  countries,  where  flat  roofs  are  common. 


FIR&PROOF  CEILINGS    OR  ROOFS. 


The  tubes  are 
so  arranged  as 
to  break  joint 
with  one  another 
in  both  courses, 
and  a  coat  of 
cement  stucco  is 
applied  both  a- 
bove  and  below 
this  sort  of  floor. 
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Section  of  Frosfs  Tubulated  Fluor. 


(229)  Fire-proof  Ceilings  or  Roofs.  These  may  be 
made  of  flat  brick  arches  in  cement,  between  iron  girders, 
and  to  save  the  weight  of  solid  bricks,  similar  arches  have 
sometimes  been  formed  with  Arch  Pots,  or  Hollow  Cones, 
as  they  are  more  usually  but  I  think  improperly  termed, 
in  the  manner  represented  in  Section  in  the  annexed  tigure. 


Section  of  a  Portion  of  Fire-proof  Ceiling. 

These  arch  pots,  at  least  such  as  have  been  made  in  Eng- 
land, for  other  sorts  may  have  been  used  in  France  and  other 
countries,  are  square  at  top  and  round  at  bottom,  the  side 
of  the  upper  square  and  dia- 
meter of  the  lower  circle 
being  exactly  equal.  Those 
\vhich  I  have  seen  are  of  two 
sizes,  one  8  inches  high  and 
about  4|  inches  square  at  top, 
the  other  .5f  inches  high  and 
about  4|  inches  square  at  top, 
the  former  weighing  about  4^  lbs,  and  the  latter  only  half 
as  much.  The  first  of  the  annexed  figures  represents  one 
of  these  hollow  cones  seen  in  the  position  in  which  it  is 
used  with  the  square  end  upwards,  whilst  the  second 
represents  it  turned  upside  down.  The  sides  and  bottom 
are  scored,  and  a  small  hole  is  usually  made  in  each,  pre- 
viously to  these  pots  being  baked,  in  order  to  aflbrd  a  key 
for  the  cement  or  mortar  used  in  constructing  the  arch,  as 
well  as  for  the  plaster,  when  the  ceiling  is  not  an  ornamental 
one,  but  formed  by  plastering  the  under  surface  of  the  pots 
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themselves.  Ceilings  of  this  description  were  formed  by 
Mr.  Soane  over  the  basement  of  the  new  Treasury  build- 
ings, by  Mr.  Nas^h  in  all  the  floors  of  new  Buckingham 
Palace,*  and  of  the  Senior  United  Service  Club,  and  by  Mr. 
Wilkins  in  the  new  National  Gallery.  \'arious  expe- 
dients, such  as  pieces  of  brick,  or  half  pots  broken  down 
the  middle,  alternating  with  the  regular  arch  pots  were 
used,  in  order  to  obtain  proper  bond  at  the  springing  of 
these  arches,  which  generally  abutted  against  stone  skew- 
backs  on  each  side  of  the  iron  girders,  as  shown  in  the 
foregoing  section.  The  span  of  these  arches  was  usually 
about  G  feet,  seldom  more  than  Ti  and  never  less  than  4^ 
feet,  and  their  rise  seldom  exceeded  G  inches. 

(230)  Fire-proof  Partitions.  As  upper  apartments  are 
usually  smaller,  especially  in  the  attic  story,  than  those 
below,  partitions  in  those  stories  are  not  always  supported 
throuirhout  their  whole  length,  by  the  internal  walls  of  the 
building.  They  usually  consist  of  a  wooden  framework 
lathed  and  plastered  on  both  sides,  and  so  braced  as  to 
press  lightly  on  the  floors  below,  when  there  is  no  wall 
beneath  them,  and  to  resist  any  action  from  the  floor  above, 
if  there  be  one.  Sometimes  the  interstices  of  a  partition 
are  filled  with  brickwork,  termed  Brick  Kogging,  a  sort  of 
construction  often  observable  in  the  walls  of  cottages,  and 
never  more  than  half  brick  thick,  4  inches  being  the  usual 
thickness  also  of  a  wooden  partition,  exclusive  of  the  laths 
and  plastering  afterwards  added.  The  experiment  of  the 
summer-house,  together  with  the  properties  of  brick 
beams  built  with  pure  cement  sufliciently  prove,  that 
a  half-brick  partition  built  with  pure  cement,  and  bonded 
into  two  walls  on  each  side  also  with  cement,  which  would 
support  its  ends,  would  not  exert  any  unfavourable  pressure 
downwards,  in  the  intermediate  space  between  those  walls; 
and  at  the  same  time  it  would  be  lire-proof,  which  is  not  the 
case  with  any  common  partition. 

(231)  Of  the  Advantages  of  using  Cement  for  Chimneys. 
The  ll'ithcs  or  partitions  between  the  flues  of  chimneys, 
as  well  as  the  chimney  breasts,  and  frequently  the  boundary 

•  The  roof  of  the  Palace  beinp  intended  to  be  flat,  and  the  iron  girders 
very  deep,  Mr.  Nash  employed  two  tiers  of  arches,  each  8  inches  deep,  the 
uppermost  of  which  was  strengthened  by  bricks  or  tiles  where  necessary, 
until  llie  general  level  for  the  proposed  roof  was  obtained.  This  was  coated 
with  about  one  inch  in  tiiickness  of  a  composition  for  terraces  or  flat  roofs, 
proposed  by  Lord  Stanhope,  consisting  of  .Stockholm  tar,  pounded  chalk,  and 
sand  boiled  together,  and  afterwards  covered  with  large  substantial  slates. 
Roth  tiers  of  arches  spring  from  pieces  of  Bath  stone  fitted  to  the  lides  of 
the  iron  girders. 
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walls  or  external  withes  of  chimney  shafts,  being  only  half 
brick  thick,  the  superior  strength  that  will  be  obtained  from 
laying  such  thin  brickwork  in  cement  will  be  obvious.  Tlic 
accidents  destructixe  to  property  and  sometimes  to  life,  Irom 
high  chimney  shafts  being  blown  down  in  gales  of  wind,  will 
be  prevented  or  rendered  much  less  frequent,  and  so  far  as 
regards  chimney  breasts,  the  propriety  of  coating  them  to- 
wards the  apartments  by  vertical  courses  of  plain  tiles  tixed 
in  cement,  and  breaking  joint  with  the  brickwork,  has  been 
suggested,  which  will  obviate  the  risk  of  flame  penetrating 
through  the  joints  of  the  half  brick  wall,  and  setting  the 
house  on  fire,  which  has  at  times  been  known  to  happen.* 

('2'3'2)     That  small  materials  may  he  formed  into  Steps 
for  Staircases  by  meatis  of  cement. 

In  districts,  where  stone  cannot  be  procured  at  a  mode- 
rate expense,    I  conceive  that   good  artificial    stones  for 
staircases  may  be  formed  with  plain  tiles  and  bricks  ce- 
mented together,  using  one  course  of  bricks  in  the  center, 
with  2  courses  of  tiles  below,  and  2  above.     But  the  bricks 
should  be  about  33  inches  long,  and  the  tiles  also  13  inches 
long  and  6i  inches  wide,  which  would  render  it  practicable 
to  make  a  step  of  13  inches  in  extreme  width,  including 
the  bearing  for  the  next  step  above  it,  and  about  6h  inches 
in  height,  and  of  any  convenient  length  at  pleasure,  break- 
ing joint  in  every  part,  without  unnecessary  cutting.     In 
short,  if  the  system  of  making  artificial  stones  for  the  steps 
of  stairs  should  ever  be  adopted,   it  would  be  proper  to 
make   bricks  and  plain  tiles   on   purpose ;  and  the   same 
remark  will  also  apply  to  Frost's  earthenware  tubes,  if 
these  should  be  approved  for  staircases,  the  present  size 
being  a  little  too  short  to  form  the  proper  width  or  tread, 
and  rather  too   high  for  the  rise  of  a  convenient  step,  if 
cemented  together  in  3  courses,  which  I  think  would  be 
better  than  any  other  number. 

GENERAL  OBSERVATIONS  ON  FIRE-PROOF  CONSTRUCTIONS. 

(233)  Having  attentively  examined  the  eflect  of  great 
fires  on  buildings,  I  have  invariably  found  that  good  brick- 
work seems  to  be  a  perfectly  fire-proof  material,  but  from 
the  injudicious  system  of  supporting  the  upper  stories  of 
brick  buildings  by  wooden  bressumraers  and  story  posts, 
and  of  letting  bond  timbers  and  wall  plates,  and  the  ends 

*  This  expedient  was  suggested  to  me  in  conversation  by  Mr.  Baker 
of  IMontogue  Place  Russell  Square,  and  of  Stangate  Wharf  Lambeth,  whose 
skill  and  experience  as  a  Builder  arc  well  known. 
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of  wooden  prdcrs  and  joisls,  into  the  walls,  it  seldom 
happens  that  the  wood  work  of  a  building  in  England  is 
burned,  without  its  becoming  necessary  to  pull  down  the 
whole  of  the  brickwork  afterwards.  The  most  eminent 
British  Architects  have  recently  adopted  a  more  judicious 
system,  by  substituting  iron  for  wood  where  practicable, 
disusing  bond  timbers,  and  supporting  their  wall  plates  on 
projecting  iron  shoes,  stone  corbels,  or  gathering  courses  of 
bricks,  without  inserting  either  these  wooden  wall  plates,  or 
the  joists  which  rest  upon  them,  into  tlie  substance  of  the 
wall.  I  have  observed  however,  after  several  great  fires, 
that  strong  iron  pillars  and  bressummers  have  been  split, 
by  first  being  exposed  to  a  red  heat,  and  then  suddenly 
cooled  by  streams  of  water  from  the  fire-engines.  A  query 
therefore  occurs,  whether  such  ironwork  ought  not  to  be 
protected  by  a  coating  of  tiles  laid  in  cement,  which  might 
be  attached  to  the  surface  by  fashioning  it  with  holes  or 
roughnesses  for  the  purpose.  I  have  also  observed,  that 
large  stones  in  buildings  when  exposed  to  a  strong  fire,  are 
invariably  split  or  defaced,  by  fragments  detaching  them- 
selves from  the  surface.  Hence  when  a  warehouse  is  con- 
structed with  iron  pillars  and  girders  supporting  stone  floors, 
it  cannot  l>e  considered  fire-proof,  unless  w  hen  filled  with 
incombustible  goods ;  for  if  the  contents  of  such  a  building 
should  take  fire  and  burn  briskly,  the  heat  will  break  the 
stones  of  the  floor,  and  may  even  crack  or  split  the  iron- 
work. I  am  not  sure  about  the  ceilings  of  arch  pots  before 
descril>ed,  but  I  am  persuaded  that  no  fire  that  can  occur, 
in  a  dwelling-house  or  warehouse,  could  possibly  injure  an 
arched  ceiling  of  common  bricks,  though  only  half-brick 
thick,  for  as  I  said  before  all  brickwork  is  fire-proof,  i 
have  observed,  that  the  interior  stucco  on  brick  walls  is 
usually  partially  detached,  and  so  much  injured  by  fire,  tliat 
it  is  necessary  to  take  it  ofl"  and  replace  it  aftenvards ;  but 
in  the  mean  time  it  guards  the  morlar  or  cement  joints  of 
the  brickwork  to  which  it  was  applied.  If  these  should  be 
exposed,  which  is  always  the  case  when  the  wall  is  not 
stuccod,  I  have  observed  that  the  lime  in  the  calcareous 
morlar  or  cen^nt  of  the  joints  is  burned  into  quicklime,  to  a 
depth  never  exceeding  one  inch,  but  usually  less;  so  that 
the  greatest  penetration  of  this  process  is  far  too  iusiiiiifi- 
cant  to  affect  the  solidity  of  the  wall,  which  only  requires 
the  damaged  mortar  to  be  raked  out  of  the  joints,  and  to  be 
replaced  by  pointing.  Hence  I  would  condemn  stone 
floors  for  fire-proof  buildings  altogether,  and  recommend 
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brick  arches  laid  in  cement,  in  preference,  at  the  same  time 
exposing  the  surface  of  iron  when  used,  as  little  as  possible. 

(•234)  That  cement  Bond  may  be  used  in  Buildings, 
instead  of  timber  Chain  Bond,  and  to  the  disuse  also  of 
ivooden  Lintels. 

Sensible  of  the  disadvantages  of  internal  bond  timbers,  let 
into  walls,  flush  with  the  surface,  the  most  eminent  British 
Architects  have  recently  abandoned  this  construction  alto- 
gether, substituting  chain  bond  timbers  instead  of  them, 
w  hich  being  buried  in  the  middle  of  walls,  are  not  exposed 
to  tire,  and  if  they  should  decay,  the  wall  will  evidently 
be  much  less  weakened,  than  by  a  like  failure  of  the  former. 
These  timbers  are  generally  so  placed,  as  to  form  part  of 
the  lintels  over  the  tops  of  rectangular  doors  and  windows. 
This  construction  was  considered  very  promising  at  the 
time,  but  1  am  informed,  that  dry  rot  has  resulted  from  it 
in  a  few  years,  at  least  where  fir  or  even  English  oak  have 
been  used.  I  believe  that  teak  alone  has  remained  sound 
in  this  confined  situation,  and  probably  Kyan's  patent  com- 
position would  render  other  sorts  of  wood  no  less  durable  ; 
notwithstanding  which  it  appears  to  me,  that  four  or  five 
courses  of  cement  bond,  that  is  of  bricks  laid  in  pure  cement 
immediately  over  the  apertures  of  doors  and  windows, 
strengthened  by  hoop  iron  in  the  joints,  and  continued  entirely 
round  the  walls  of  a  building  at  the  same  level,  will  have 
all  the  advantages  of  the  common  lintels  and  of  chain  bond, 
without  any  of  the  disadvantages  of  woodwork.  The  su- 
periority of  this  sort  of  bond  did  not  suggest  itself  until 
after  Mr.  Brunei  had  tried  his  memorable  experiment  of  the 
brick  beam,  though  I  knew  that  this  sort  of  bond  had 
been  previously  used  by  Sir  Robert  Smirke,  in  several 
great  buildings  executed  by  his  direction,  but  in  which  he 
did  not  use  hoop  iron,  nor  dispense  entirely  with  chain 
bond  or  lintels,  as  I  now  propose.  Sir  Robert  Smirke  did 
however  use  hoop  iron  bond  in  some  of  his  first  buildings, 
but  I  believe  in  combination  with  mortar  only. 

GENERAL  REMARKS  ON  THE  SUPERIORITY  OF  CEMENT 
OVER  LIME  MORTAR. 

(235)  From  the  various  examples  of  the  wonderful 
power  of  cement,  recorded  or  alluded  to  in  the  preceding 
Articles,  as  well  as  in  former  parts  of  this  Treatise,  it  must 
be  allowed,  that  the  use  of  this  admirable  material  renders 
many  constructions  both  with  stone  and  brickwork,  not 
merely  possible  but  easy,  which  with  common  mortar  arc 


170      OBSERVATIONS  ON  LIMF.S,  WATER  CEMENTS,  &c. 

absolutely  impracticable.  It  not  only  does  away  the  thrust 
of  arches,  and  renders  ccnterin}^  of  any  magnitude  un- 
necessary,* but  what  is  more,  it  even  dispenses  with  the 
arch-like  form  altogether,  as  was  proved  by  the  small  sum- 
merhouse  (223),  and  brick  beams  before  described  (225 
and  22()) ;  so  much  so,  that  I  am  conlident  that  the  present 
model  room  in  tiie  Koyal  Military  Repository  at  Wool- 
wich, which  is  in  the  form  of  a  round  marquee  or  large  tent, 
might  be  replaced  entirely  by  brickwork  and  cement,  Avith- 
out  any  central  pillar,  such  as  that  which  now  supports  the 
wooden  and  canvas  roof  of  that  large  circular  building.  In 
short,  there  is  scarcely  any  form  of  covering  for  the  roofs  of 
buildings,  that  may  not  easily  be  executed  witii  brickwork 
and  cement  alone,  from  the  stateliest  Dome  of  European 
Architecture,  to  the  fantastic  Pinnacles  of  the  Oriental 
Nations. 

EXPERIMENTS  ON  THE   COMPARATIVE  STRENGTH  OF  VARI- 
OUS  SORTS  OF  CEMENT,  NATURAL  AND  ARTIFICIAL. 

(236)  At  the  time  when  I  decided  upon  erecting  the 
small  experimental  summer-house  before  described,  it  was 
not  only  ray  own  but  the  general  opinion  of  the  Ofiicers  of 
Engineers  and  others,  who  had  witnessed  the  experiments 
previously  tried  with  my  Artificial  Cement,  that  it  was 
stronger  than  the  best  Natural  English  Cements  sold  in  the 
London  Market,  because  mixture  C4  B5,  the  very  first  time  it 
was  tried,  had  set  out  31  bricks  from  a  wall  (178),  whereas 
the  Natural  Cements,  though  no  doubt  frequently  tried,  had 
not  been  known  to  set  out  more  than  33  l)ricks  in  the  course 
of  40  years  (132);  and  as  mixture  C4  15 55  proved  after- 
wards to  be  stronger  than  C4  B  5,  it  seemed  only  reasonable 
to  suppose,  that  this  stronger  artificial  cement  mixture,  if 
tried  repeatedly,  might  set  out  33  bricks,  or  more. 

•  The  masons  of  Minorca  who  are  distinmiislicd  by  their  skill,  hnild  all 
their  arches  of  the  haiulsome  free  stone  of  that  island,  in  a  very  ingenious 
manner,  by  means  of  a  sort  of  pypsum,  called  Gueesh,  which  sets  as  quickly 
and  I  bi'licve  with  nearly  as  much  strength  as  our  English  cement,  but  which 
is  only  tit  for  inside  work,  because  it  is  injured  and  finally  ruined  by  wet 
(IH),  In  building  a  semicircular  or  elliptical  vault,  thoy  begin  at  one  end, 
working  upwards  from  the  spring  of  the  arch  on  both  sides,  and  supporting 
every  stone  by  a  stout  reed,  until  they  introduce  the  keystone  at  the  crown 
of  the  arch,  and  thus  linish  a  small  portion  of  their  proposed  vault,  after 
which  they  remove  their  reeds,  and  use  them  for  another  similar  portion  in 
continuation  of  the  former,  the  stones  of  these  two  and  of  all  the  other  suc- 
cessive portions  being  tootlied  into  each  other,  to  obtain  proper  bond.  The 
Minorquin  masons  also  make  partitions,  sometimes  only  I  inches  thick,  of  Hat 
stones  laid  on  edge  and  cemented  together  by  Gueesh,  which  arc  quite 
strong  euougk. 
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Being  myself  strongly  impressed  with  this  opinion,  and 
the  quantity  of  cement  necessary  for  the  execution  of  the 
proposed  summer-house  being  greater,  than  my  own  small 
Establishment  could  supply  in  any  reasonable  time,  I  re- 
quested Messrs.  Francis  and  Sons  to  send  me  some  casks 
of  their  best  English  cement,  absurdly  termed  Roman 
cement,  for  the  carcase  of  this  little  building;  whilst  I 
ordered  some  casks  of  Frost's  artificial  cement  from  the 
manufactory  established  by  him,  and  now  in  possession  of 
Messrs.  White,  Bazelcy  and  Son,  for  the  stucco;  and  I 
wrote  to  both  parties,  to  request  that  they  would  send  their 
very  best  cement  of  each  sort,  being  required  for  an  inte- 
resting experiment,  in  which  inferior  or  even  middling 
cement  would  fail.*  Francis's  cement  appeared  not  only 
to  me  but  to  the  military  workmen  employed,  to  be  the  best 
English  cement  that  we  had  seen,  far  superior  in  quality  to 
what  would  be  generally  accepted  as  good  marketable 
cement,  and  on  trying  it  against  my  own  mixture  C4  Bo,  it 
proved  superior  in  strength,  but  not  to  C4  B5-5,  which 
had  the  superiority  over  this  and  all  the  other  cements, 
which  we  compared  in  the  manner  that  shall  be  described. 

In  preparing  to  try  the  comparative  cohesive  strength  of 
the  several  cements  now  alluded  to,  we  provided  2o  pairs  of 
stone  bricks  of  Portland  stone,t  all  measuring  4  inches  by 
10,  on  those  sides  that  were  to  be  united  by  the  cement 
joints,  and  all  dressed  alike,  and  compared  with  a  pattern 
stone  beforehand,  in  the  manner  recommended  and  ex- 
plained in  Article  19'2.  These  stones  were  selected  and 
placed  in  5  parallel  rows,  as  equally  assorted  in  respect  to 
the  state  of  their  surfaces  as  possible,  and  lots  were  drawn, 
to  decide  which  row  or  set  of  stones  should  be  allotted  to 
each  of  the  5  sorts  of  cement,  that  were  to  be  tried  in  com- 
petition with  each  other.  The  whole  were  cemented  toge- 
ther by  the  same  experienced  workmen  in  the  usual  manner, 
with  s'tiffish  cement  paste,  and  all  subjected  to  the  same 
breaking  or  rather  tearing  apparatus  at  11  days  old,  except 
one  sort,  which  we  could  not  conveniently  try  on  the  llth 
day,  and  therefore  we  broke  down  two  blocks  of  it  on  the 
10th  day,  and  3  on  the  ISth,  which  we  considered  equally 

•  Messrs.  Francis,  White  and  Francis  dissolved  partnership  amicably, 
on  the  1st  of  January  lS3",and  separated  into  two  firms,  viz.  Messrs.  Francis 
and  Sons  of  Nine  Elms,  Vauxhall,  and  Messrs.  Bazelcy,  White  and  Son  of 
Millbank,  the  latter  retaining  Mr.  Frost's  manufactory  of  artificial  cement 
in  Swauscombe  parish,  Kent,  near  Ingress  Park. 

t  Purchased  at  half  the  usual  price,  being  part  of  the  balustrade  of 
Rtchester  Bridge,  blown  down  by  a  hurricane  in  November,  1836, 
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fair.  In  these,  and  in  all  oar  other  experiments  on  the  com- 
parative adhesiveness  and  resistance  of  cements,  &c,  we 
made  a  rule  never  to  increase  the  weisrhts  on  the  scaleboard 
by  more  than  1  lb,  at  a  time,  towards  the  close  of  each  ex- 
periment, until  fracture  took  place  ;  except  when  we  knew 
beforehand,  that  more  than  3000  lbs,  would  be  required  to 
produce  this  effect.  The  cements  now  experimented  upon 
by  this  system  w  ere  as  follows  : 

1st.  Francis's  natural  cement,  composed  of  Shcppy 
and  Harwich  stone  mixed,  in  what  proportions  the  makers 
did  not  inform  me.* 

2dly.  The  natural  cement  made  in  Sheerness  Dock-yard, 
also  composed  of  Sheppy  and  Harwich  stone  mixed,  in  tlie 
proportion  of  one  measure  of  the  former  to  three  of  the 
latter.+ 

3d ly.  Frost's  artificial  cement  from  the  manufactory  of 
Messrs.  Bazcley,  White  and  Son. 

4thly.  My  own  artificial  cement,  mixture  C4  B5'5. 

5thly.  Another  artificial  cement  mixture,  made  also  by 
my  direction  for  the  sake  of  experiment,  consisting  of  4  parts 
by  weight  of  dry  chalk  powder,  5  parts  of  blue  clay,  and 
1  part  of  pounded  iron  scales  from  the  Anchorsmitiis' 
Forge  in  Chatham  Dock-yard,  which  mixture  is  denoted  by 
the  emblem  C4  B5  I. 

(237)  On  tearing  asunder  the  cement  joints  of  these 
little  masses,  my  two  artificial  cements  proved  the  strongest 
of  the  whole,  the  cohesive  strength  of  each  being  measured 
by  the  under-mentioned  breaking  weights,  viz.  first  C4  B5*5 
by  14.33  lbs,  secondly  C4B5I  by  l:»7  lbs,  thirdly  Francis's 
natural  cement  by  1223 lbs,  fourthly  the  Sheerness  Dock- 
yard natural  cement  by  1220  lbs ;  and  lastly  Frost's  artificial 
cement  by  705  Ibs.t 

•  They  stated  their  opinion  that  Sheppy  stona  alone  would  yield  a 
stronger  cement  than  this  mixtare,  which  I  doabt,  hecanse  the  Sheppy  stone 
burned  bv  me  produced  a  cement  that  set  too  qoickiv,  and  with  too  roach 
heat  (lof). 

t  The  cement  kilns  and  grinding  apparatas  in  Sheerness  Dock-yard 
were  first  established  by  the  late  Mr.  Rennie,  for  the  nse  of  the  new  works 
under  his  direction. 

J  I  also  burnod  some  cement  stone  sent  to  me  from  Kingston  in  Upper 
Canada,  the  average  adhesiveness  of  which  to  bricks,  when  tried  in  the  osoal 
manner,  was  only  565  Ibc, 
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TABLE  IX.  COMPARATIVE  ADHESIVENESS  TO  PORTLAND 
STONE,  OF  VARIOUS  ARTIFICIAL  CEMENTS,  TRIED  IN  COM- 
PETITION WITH  THE  BEST   ENGLISH    NATURAL  CEMENTS. 


Sort  of  Cement  used. 

Age 

ill 

days. 

Frac 

uring  Weiglit  in  lbs,  in  several 
successive  experiments. 

Average 

fracturing 

weight, 

in  lbs. 

Arlifcial, 
C4  B5-5 

11 

1009 

2717 

1247 

1640 

652 

1453 

C4  B5I 

11 

1041 

157G 

1037 

1156 

1877 

1337 

Frost's     

11 

799 

589 

953 

484 

701 

705 

Natural. 
Francis's 

11 

841 

12G1 

1205 

1093 

1716 

1223 

Slieerness   

i\2 

115G 
813 

1688 
1541 

904 

.... 

....  s 

1220 

(23S)  We  were  rather  surprised  that  the  iron  did  not 
increase  the  strength  of  our  own  artificial  cement,  for  on 
previously  trying  various  proportions  of  chalk,  blue  clay 
and  iron,  and  making  small  experimental  balls  with  each  in 
the  usual  manner  (189),  the  mixture  above  described  ap- 
peared to  yield  much  stronger  balls,  than  any  of  the  natural 
or  of  the  other  artificial  cements  that  had  been  experi- 
mented upon  by  us.  But  I  found  by  experiments  after- 
wards tried  on  the  resistance  of  cements,  that  this  property  is 
not  in  proportion  to  their  cohesiveness,  the  latter  being  the 
most  important  of  the  two.  I  consider  the  circumstance  of 
the  chalk  and  blue  clay  alone,  forming  a  mixture  superior  to 
the  chalk,  blue  clay  and  iron,  as  being  of  the  greatest  im- 
portance, because  the  addition  of  the  last  ingredient,  if 
necessary,  would  add  greatly  to  the  trouble  and  expense  of 
making  an  artificial  water  cement  on  a  great  scale. 

(239)  From  those  experiments,  Frost's  cement  ap- 
peared to  be  so  much  inferior  to  the  others,  that  I  am 
convinced  that  my  objections  to  his  mode  of  washing  which 
he  copied  from  M.  Vicat,  and  to  his  long  drying,  as  being 
both  very  prejudicial  to  the  strength  of  artificial  cement, 
are  well  founded.  In  consequence  of  these  processes  hav- 
ing entirely  spoiled  the  first,  which  I  myself  attempted  to 
make  on  a  great  scale,  in  1829  and  1830,  as  stated  in  Arti- 
cles 110  and  111,  I  have  from  that  time  repeatedly  recom- 
mended both  Mr.  Frost  himself,  and  the  gentlemen  who 
purchased  his  business,  to  abstain  from  washing  their  in- 
gredients, and  afterwards  drying  them  to  excess,  notwith- 
standing which,  they  still  persevere  in  Mr.  Frost's  original 
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system  of  manipulation.*  Frost's  artificial  cement  which 
I  received  in  casks,  even  when  quite  fresh,  was  evidently  so 
much  weaker,  than  either  the  natural  Endish  cements,  or 
the  artiticial  cement  made  by  me,  that  after  the  first  casks 
coutaininiT  it  were  expended,  which  completed  only  a  part 
of  the  stucco  of  the  summer-house,  I  abstained  from  order- 
in;^  any  more,  at  the  request  of  the  workmen,  communicated 
to  me  by  Mr.  Howe,  as  they  did  not  consider  it  stroui; 
enoujjh  lor  the  purpose,  althou£:h  it  bad  been  my  intention 
to  have  stuccod  the  whole  of  that  small  buildmg  with  it. 
This  objection  was  made  to  it,  when  used  fresh  from  the 
cask,  but  I  must  admit,  that  what  we  used  in  setting  the  five 
joints,  the  strensrth  of  which  was  experimented  upon  and 
recorded  in  the  preceding  Table,  was  taken  from  a  cask 
that  had  been  open  some  days,  rejectinir  however  the  upper 
surface  of  the  cement  powder  contained  in  it,  and  taking  it 
from  the  extreme  bottom.  Hence  it  may  have  been  a  little 
staler  than  the  other  cements  tried  in  competition  with  it, 
so  that  I  have  no  objection  to  rate  its  average  adhesiveness 
at  803  lbs,  instead  of  705  f  This  brings  it  to  two  thirds  of 
the  average  cohesive  strength  of  Francis's  or  of  the  Sheer- 
ness  Dock-yard  cement,  which  is  rather  more  than  either 
Mr.  Howe  or  the  workmen  are  willing,  as  a  matter  of 
opinion,  to  allow  it.  I  do  not  know  the  proportions  of 
chalk  and  clay  now  used  by  Mr.  White  the  successor  of 
Mr.  Frost,  in  the  management  of  the  artificial  cement  works 
alluded  to,  but  from  its  appearance  1  suspect  that  he  adds 
some  other  ingredient  in  making  it,  as  it  is  of  a  darker 
colour,  than  any  that  I  have  ever  myself  obtained  from  chalk 
and  clay  alone. + 

•  Mr.  White  as  well  as  Mr.  Francis  being  manofactnrers  also  of  the 
best  natural  cement,  recommended  their  customers  always  to  buy  that  in 
preference  to  Frost's,  for  constructions  of  any  importance,  especially  if  ex- 
posed to  water.  They  continued  the  manufacture  and  sale  of  Frost's 
artificial  cement,  merely  because  it  had  at  length  found  its  way  into  the 
London  market,  though  with  extreme  difficulty,  and  as  some  builders  insisted 
upon  havinc  it,  from  its  being  cheaper  than  the  natural  cement,  they  were 
obliged  to  provide  accordingly.  Wlien  I  told  Mr.  White  of  the  great  im- 
provement of  quality,  that  would  arise  from  following  my  system  of  manipu- 
lation, he  observed,  that  all  the  apparatus  nsed  being  suited  to  Mr.  Frost's 
original  system,  it  could  not  be  altered  without  occasioning  much  extra 
expense. 

t  1  ordered  another  small  cask  of  Frost's  cement  for  the  purpose  of  giv- 
ing it  a  second  trial,  but  unfortunately  a  mistake  was  made  in  the  nomber  of 
days  for  breaking  down  the  joints,  which  weie  allowed  to  become  too  old 
to  afford  a  fair  comparison. 

t  Mr  Frost  at  one  time  added  a  proportion  of  brown  ochre  to  his  chalk 
and  clay,  I  believe  under  the  same  impression  that  induced  roe  to  use  coal 
dust,  in  order  to  prevent  my  artificial  cement  mixtnres  from  being  spoiled 
by  washing  and  drying,  as  slated  in  Article  89. 
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(240)  From  the  above  experiments,  as  recorded  in 
Table  IX,  we  considered  our  own  artificial  cement  C4  B5-5 
to  be  at  least  equal  to  the  best  natural  cements  of  England,* 
and  might  even  have  considered  it  superior  to  them,  but  for 
other  occasional  experiments,  which  render  this  point 
doubtful,  part  of  which  have  been  already  related,  and  one 
of  which  must  now  be  mentioned,  namely  that  Francis's 
cement  when  used  to  unite  five  pairs  of  stone  bricks  of 
Kentish  Rag  stone,  required  in  those  five  trials  an  average 
weight  of  1408  lbs,  to  tear  it  asunder,t  and  what  is  very 
curious,  C4  B5'5,  the  strongest  of  my  artificial  cements,  did 
not  show  so  much  adhesiveness  to  this  peculiar  sort  of 
stone,  as  mixture  C4  B5,  which  it  had  far  exceeded,  not 
only  in  the  trials  with  Portland  stone,  in  which  it  had  also 
proved  superior  to  the  natural  cements,  but  likewise  in 
similar  trials  with  common  bricks. 

(241)  But  as  all  the  cements  were  used  pure  in  those 
experiments,  whereas  they  are  almost  always  mixed  with 
sand,  in  the  practice  of  building;  in  order  to  render  our 
comparison  more  perfect,  we  had  the  same  Portland  stone- 
bricks  cleaned  again,  and  having  made  additional  ones 
according  to  the  same  pattern,  all  as  nearly  alike  as  possi- 
ble, we  cemented  them  together  again  in  pairs,  by  each  of 
those  five  sorts  of  natural  and  artificial  cements,  mixed 
first  with  an  equal  measure  of  washed  siliceous  sand  from 
the  parade,  and  secondly  with  double  their  own  measure  or 
volume  of  the  same,  this  last  proportion  being  the  maximum 
of  sand,  that  any  water  cement  will  bear  without  being 
spoiled.  In  those  additional  experiments  on  the  compara- 
tive adhesiveness  of  cement  mortars  as  they  may  be  termed,  it 
occurred  to  me,  that  the  same  artificial  cement  mixture 
C4  B5*5  which  was  the  strongest  in  its  pure  or  nett  state, 

•  The  experiments  which  appeared  to  establish  this  opinion,  were  tried 
in  presence  of  most  of  the  Officers  attending  the  Royal  Engineer  Establish- 
ment, on  the  24th  of  May  1837,  the  day  on  which  our  gracious  Queen  (then 
Princess)  Victoria  attained  iier  legal  majority.  This  coincidence,  quite 
unforeseen,  was  noticed  with  pleasure  by  the  military  workmen,  who  took  an 
interest  in  the  artificial  cement,  which  they  had  themselves  made. 

t  The  weights  actually  used  to  separate  the  joints  of  Francis's  cement, 
in  those  5  trials,  were  13S0,  2444,  1772,  708,  and  1324  lbs,  respectively, 
yielding  an  average  of  1520  lbs,  but  from  being  hurried  at  the  time  a  mis- 
take was  made  by  our  assuming  previously,  that  the  probable  average  weight 
would  be  3000  lbs,  which  was  suitable  to  cement  joints  of  30  days  instead  of 
11.  Hence  all  the  weights  were  added  by  50  lbs,  or  half  hundred  weights, 
at  a  time,  until  fracture  took  place;  in  consequence  of  which  mistake,  it  be- 
comes necessary  to  deduct  28  or  the  half  of  50  lbs,  from  the  above,  leaving 
the  probable  correct  average  of  1498  lbs, in  order  to  obtain  a  fair  comparison 
with  all  our  other  experiments  of  a  similar  nature,  in  which  the  weights  were 
added  by  1  lb,  at  a  time  only. 
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might  not  perhaps  bear  quite  so  much  sand,  as  another 
mixture  C4  B4.j,  coutainiDi:  rather  more  ot"  calcareous 
matter,  in  proportion  to  the  clay,  than  the  former.  This  w  as 
found  afterwards  to  be  the  case,  on  tearing  them  asunder 
by  the  usual  apparatus,  inasmuch  as  the  last-named  artificial 
cement,  with  one  measure  of  sand,  proved  stronger  than  the 
former,  and  both  were  rather  stronger  than  the  natural 
cements  used  in  the  same  manner;  but  the  natural  cements 
proved  the  strongest,  when  two  measures  of  sand  to  one  of 
cement  powder  were  used,  which  last  proportion  is  however 
more  than  the  most  experienced  builders  allow,  either  for 
cement  mortar,  or  for  stucco.  T.'pon  the  whole  therefore,  I 
consider  myself  warranted  in  asserting,  as  I  have  done  in 
the  title  page  of  this  Treatise,  that  the  artificial  cement  made 
by  me,  is  equal  in  efficiency  to  the  best  natural  water  cements 
of  England .  The  results  of  these  additional  experiments 
are  as  follows.* 


TABLE  X.  COMPARATIVE  ADHESIVENESS  OF  VARIOUS  AR- 
TIFICIAL AND  NATURAL  CEMENT  MORTARS,  TO  PORTLAND 
STONE. 


Sort  of  r^*^ 

Attnzt 

its  proporti^i 

by  mti.-  -   -. 

-.''. 

i-:c.^. 

1 

■»e.£M, 

-  -  1 1 ;  •-  ■ 

AriificiaL 

(C4B4  5/1,  Sand  1., 

11 

5S4 

115S 

850 

1713 

10-- 

1679 

r,            1,       r,       2.. 

11 

4S0 

442 

444 

512 

4  05 

447 

(GIBS*)  I,  Sand  I.. 

12 

T30 

939 

965 

952 

1016 

920 

„            1,      n       2.. 

Wl 

398 
407 

349 
221 

338 

387 

343 

198  t 
•  •••  ^ 

329 

Frost's..  I.Sand  1,. 

IS 

333 

582 

129 

•  •  •  • 

348 

1,    »     «.. 

13 

147 

194 

298 

•  •  •  • 

.... 

266 

ItttmnL 

Fnmcu's  1,  Sand  1., 

s  n 

496 
1181 

lOOS 
540 

1140 

•  ••• 

....  ) 
....  ) 

872 

„          1,      r,      2.. 

t  11 

506 

2*2 

•  •  •  • 

....  ) 

578 

I  13 

799 

607 

600 

•  •  •  • 

....  s 

Sl»««nieis  1 ,  Sand  1 . . 

11 

2S9 

319 

I2S9 

• .  ■  • 

632 

L    ,.     2.. 

11 

646 

576 

333 

... 

519 

(242)     Remarks.     Comparing  the  above  experiments 

with  those  contained  in  Table  IV  ',193),  it  will  be  seen  that 

*  Not  having  stooe-brickt  eaoagjb,  to  experiinent  upon  the  whole  of  the** 
cemeot-iBonars  as  oAen  as  I  wished  timaltaneoBsly,  some  o(  them  had  oaiy 
three  trials  io»tead  of  five.  To  gitre  thatc  MfMiy  as  the  others  «««ld  mute 
ao  aoch  time,  that  I  shall  not  attempt  it.  Am  Frost's  cement  was  not  tritd 
from  a  fresh  cask  like  the  others,  I  consider  it  fair  to  add  one  third  to  its 
aTerajce  fracturing  weights  as  stated  in  Table  X,  which  will  render  its  frac- 
tmring  weights  with  one  measure  of  sand  eqnal  to  464  Ibt,  and  with  two 
ires  of  sand  equal  to  354  lbs,  instead  of  34b  and  966mpectiTely. 
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the  artificial  cement  C4  B5*5  mixed  with  an  equal  measure 
ol  sand,  is  four  limes  as  strong  as  C4  B5  proved  to  be,  when 
used  in  the  same  manner.  This  does  not  convince  me,  that 
the  latter  cement  is  weaker  than  the  former,  in  the  same  pro- 
l)orfion.  It  must  either  have  been  an  inferior  batch  of 
artilicial  cement,  for  the  quality  of  cement  burned  in  small 
quantities,  and  having  several  batches  mixed,  as  was  often 
necessary  with  us,  is  more  precarious  than  that  obtained 
Irom  the  large  kiln  of  the  manufacturer:  or  it  may  have 
been  rather  stale,  for  several  experiments  tried  by  rae  with 
the  same  fracturing  apparatus,  especially  upon  the  Sheerness 
Dock-yard  cement,  which  I  could  not  always  procure  fresh 
from  the  cask,  have  convinced  me,  that  cement  is  more 
injured  by  staleness,  than  I  at  first  supposed.  When  I  had 
no  other  means  of  judging,  than  by  making  experimental 
balls  and  breaking  them,  the  opinion  formed  could  scarcely 
be  considered  more  than  conjecture  or  probability ;  but 
when  the  more  accurate  mode  of  estimating  the  strength  of 
cement  joints,  by  tearing  them  asunder  by  weights,  suggested 
itself,  1  found  that  the  cohesive  strength  of  cement  when 
stale,  seldom  averaged  two  thirds  of  its  cohesiveness  when 
fresh  from  the  cask,  and  often  much  less.  Whether  stalish 
cement  may  not  in  time  attain  the  same  strength,  but  of 
course  much  more  slowly,  than  fresh  cement,  as  I  at  one 
time  supposed,  may  now  be  considered  doubtful.  I  am 
however  inclined  to  the  contrary  opinion  :  and  at  all  events, 
since  in  every  critical  work,  such  as  a  Lighthouse  exposed 
to  the  violence  of  the  waves,  or  a  Tunnel  in  doubtful  soil, 
the  cohesive  strength  of  the  cement  used  must  often  be  put  to 
the  test  at  a  very  early  period  ;  it  is  of  great  importance,  that 
none  but  the  best  and  strongest  cement  should  be  used, per- 
fectly well  burned  and  fresh  from  the  cask,  and  in  no  other 
state ;  which  may  be  ascertained  partly  by  its  not  efferves- 
cing in  the  diluted  muriatic  or  nitric  acids  (45),  and  prac- 
tically by  the  rule  explained  in  Article  189.  To  make  our 
course  of  experiments  more  conclusive,  whilst  those  last  de- 
scribed were  in  progress,  we  prepared  small  square  prisms 
of  all  the  cements  and  cement  mortars  experimented  upon, 
in  the  same  mould  before  described  (137),  and  broke  them 
dow  n  in  the  same  manner,  in  whicii  we  had  before  broken 
down  our  small  experimental  stones  (199),  and  thus  we 
ascertained  the  average  resistance  of  each,  as  recorded  in  the 
next  Table  (XI),  in  which  to  render  the  comparisons  con- 
tained in  it  more  complete,  we  have  repeated  their  average 
adhesiveness  also. 

O 
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(243)  Rkmarks.  From  the  contents  of  the  followinu^ 
Table,  it  will  be  sunkicntly  evident,  that  the  resistance  and 
cohesive  strcn<;th  of  ccinenlsand  cement-mortars,  the  latter 
being  estimated  by  their  adhesiveness  to  Portland  stone,  arc 
not  in  proportion  to  each  other,  of  which  a  remarkable 
proof  is  observable  in  the  circumstance  that  the  resist- 
ance of  Frost's  artificial  cement  in  its  pure  state  was  3^ 
times  as  great,  as  that  of  C4  Ij5*5  mixed  with  an  equal 
volume  of  sand  ;  wliilst  the  adhesiveness  of  the  former  only 
proved  equal  to  seven-ninths  of  the  latter. 

TAP.LE  XI.  COMPARATIVE  RESISTANCE  OF  VARIOUS  NATU- 
RAL AND  ARTIFICIAL  CEMENTS  AND  CEMENT-MORTARS, 
EXPERIMENTED  UPON  AS  SQUARE  PRISMS,  WITH  THEIR 
COMPARATIVE  ADHESIVENESS  ALSO,  EXTRACTED  FROM 
THE  TWO  PRECEDING  TABLES. 


Cemenl,  or  Cement-Mor- 
tar, S  denoting  thcSauU. 


Age 

■  n 
days. 


Weiglit 
per 

cubic 
toot, 

inlbs 


Resistance  estimated  by  the  breaking  ' 


Aver; 
ape  re- 
weight,  in  Ihs,  in  several  successive  {   sist- 

Exprriments.  |  *"|"" 


Aver- 
age ad- 
liesive- 
nrsi, 
ill  lbs. 


Artificial. 

CI  B.v'5 

(C4  B5  5)l,  S  I. 
1,  S  2. 

C 1  Bo  I 

(C.1B5  1)1,  S  I. 

Frost's 

Frost's  .  .1,  S  1 . 
..   1,  S  2. 

Natural. 

Francis's 

Francis's  1,  S  1. 

..   1,  S  2. 

Sheerness  

..   I,  S  1. 
I ,  S  2 . 


15 
14 

26 

14 
14 

15 
15 
26 

14 
15 

26 

15 
15 

26 


83 
101 
119 

87 
106 

83 
111 
117 

92 
116 
122 

104 
114 
115 


388  3G5  I  325 
111  97  108 
123   117   123 


560 
154 

405 

113 

76 

321 
200 
103 

489  641 
97  217 
65  1  66 


468 
124 

326 
161 

87 

443 

171 

91 


387 


383 


442 
129 

321 

129 

75 

410 

234 

95 

599 

128 

67 


507 


558 


370 
105 
121 

490 
136 

351 

134 

79 

448 

201 

96 

580 

147 

69 


1453 
920 
329 

1337 
929 

705 
348 
266 

1223 

872 
578 

1220 
632 
519 


THAT  THE  PRACTICAL  MODE  OF  ASCERTAINING  WHETHER 
A  CALCAREOUS  STONE  WAS  A  WATER  CEMENT  OR  NOT,  AS 
DESCRIBED  IN  FORMER  PARTS  OF  THIS  WORK,  WAS  THE 
BEST  THAT  COULD  BE  USED  FOR  THAT  PURPOSE,  BUT 
NOT  SATISFACTORY  AS  APPLIED  TO  THE  WATER  LIMES. 

(244)  My  own  mode  of  ascertaining  whether  a  calcare- 
ous stone  was  a  water  cement  or  not,  was  to  pound  it  when 
burned,  to  make  the  calcined  powder  up  into  balls  with  a 
moderate  quantity  of  water,  and  to  put  these  balls  into  a 
basin  of  water  almost  immediately  afterwards,  when  if  the 
stone  experimented  upon  was  a  good  cement,  they  set 
almost  immediately  into  a  very  hard  substance,  if  not  they 
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fell  to  pieces.  Nothing  can  be  belter  or  more  appropriate 
than  this  method  which  decides  the  question  at  once. 
Sec  Articles  45,  46  and  47.) 

But  the  same  process,  when  applied  to  limes,  in  order  to 
ascertain  their  water  setting  properties,  is  by  no  means 
satisfactory :  for  even  the  blue  lias  lime,  w  hich  is  the  most 
powerful  water  lime  in  England,  and  probably  in  Europe, 
either  goes  to  pieces  in  time,  or  does  not  set  in  a  satisfac- 
tory manner,  under  water,  when  thus  treated,  as  was  stated 
in  Article  24.  Smeaton's  mode  of  experimenting  upon  such 
limes,  to  all  the  details  of  which  I  had  not  properly  adverted, 
when  I  began  to  investigate  the  subject,  was  much  better 
than  mine  ;  but  I  consider  the  follow  ing  process  to  be  better 
than  either,  which  I  have  partly  borrowed,  that  is  with 
modifications,  from  M.  Vicat  and  General  Treussart,  two 
of  the  most  recent  and  approved  French  writers  on  the 
subject  of  common  and  hydraulic  limes  and  mortars,  of 
whose  able  and  important  researches  I  shall  endeavour  to 
give  a  synopsis  in  the  Appendix. 

RULE  FOR  ASCERTAINING  WHETHER  A  LIME  HAS 
HYDRAULIC  PROPERTIES. 

(245)  Burn  some  of  the  lime  stone  in  a  fire-place  for 
three  or  four  hours,  until  it  ceases  to  efl'ervesce  in  acids,  as 
directed  in  Article  45,  or  if  it  be  a  lime  in  ccnamon  use, 
procure  some  of  it  well  burned  and  fresh  from  the  kiln,  and 
slake  it  thoroughly,  by  first  pounding  it  in  a  mortar,  and 
afterwards  working  it  up  into  a  stifiish  paste  with  water, 
upon  a  slab  with  a  spatula.  Whilst  being  thus  mixed,  it 
will  throw^  out  more  or  less  heat  according  to  its  quality. 
Wait  therefore  until  it  becomes  perfectly  cool,  and  then  put 
it  into  the  bottom  of  a  cup  or  small  basin,  pressing  the 
upper  surface  of  it  into  a  level  form,  after  which  if  it  should 
be  rather  too  moist,  let  it  dry  a  little  until  it  becomes  a 
stiffish  paste.  If  it  should  crack  in  this  state,  which  can 
only  proceed  from  the  whole  of  the  lime  not  having  been 
thoroughly  slaked,  Avhen  put  into  the  basin,  a  circumstance 
most  likely  to  occur  with  very  powerful  hydraulic  limes, 
which  slake  with  difiiculty,  such  as  the  blue  lias,*  it 
must  be  taken  out  of  the  basin  and  remixed  with  a  mode- 
rate quantity  of  water,  and  then  put  back  again;  afterwiiich 
let  water  be  poured  into  the  basin,  until  it  is  nearly  lull,  tak- 
ing care  not  to  disturb  the  surface  of  the  lime  paste,  which 
will  now  be  completely  immersed. 

*  See  Article  24,  and  the  note  to  Article  2G. 
O  2 
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In  this  state,  let  the  paste  be  examined  daily,  by  press- 
ing it  with  the  finger,  and  if  it  should  become  so  mach 
harder  as  not  to  yield  to  the  pressure,  it  is  a  hydraulic  lime, 
and  has  just  besun  to  set.  If  on  the  contrary  the  lime 
paste,  immersed  in  a  stiflSsh  slate  as  above  directed,  should 
become  softer  under  water,  it  is  a  common  lime  having  no 
hydraulic  properties.  In  comparing  several  hydraulic 
limes  together,  that  which  sets  the  soonest  after  immersion 
may  be  considered  the  most  powerful. 

In  exi>erimenting  with  the  blue  lias  lime  of  Lyme  Regis, 
in  this  manner,  we  fonnd  that  it  set  rather  more  quickly, 
when  made  into  a  stiffish  paste  w  ith  a  moderate  quantity  of 
water,  than  it  did  when  mixed  with  excess  of  water  into  an 
almost  fluid  state,  but  both  of  these  sorts  of  blue  lias  lime 
paste,  having  been  covered  with  water  about  an  hour  after 
they  were  mixed,  attained  such  a  consistency,  that  they 
resisted  the  action  of  the  finger  next  day,  and  eventually 
set  into  a  hard  substance,  especially  the  former,  which  had 
a  decided  superiority  over  the  latter.*  >Ve  had  before  ascer- 
tained that  the  same  blue  lias  lime  putty,  when  these  pre- 
cautions were  so  far  neglected  as  to  immerse  it  whilst  still 
warmish,  without  waiting  till  it  had  become  perfectly  cool, 
would  not  set  under  water  at  all. 

(246)  On  mixing  one  measure  of  the  same  blue  lias 
lime  with  one  measure  of  sand,  and  allowing  a  couple  of 
hours  before  immersion,  this  mixture  also  set  under  water, 
though  not  into  so  hard  a  substance,  nor  so  soon  as  the 
lime  alone  had  done :  but  on  mixing  one  measure  of  this 
lime  with  two  measures  of  sand,  and  treating  it  in  the  same 
manner,  it  became  softer  after  immersion,  and  w  ould  not 
set  at  all,  at  or  near  the  surface;  but  at  the  end  of  two 
months,  after  removing  about  half  an  inch  of  the  surface 
w  hich  was  quite  loose,  the  remainder  of  it  was  found  to  be 
setting  in  a  slow  but  satisfactory  manner. 

REMARKS  ON  THE  INTRODUCTION  AND  USE  OF  PUZZOLANA 
IN  ENGLAND. 

(247)  About  the  middle  of  the  last  century.  Trass  appears 
to  have  been  in  common  use  throughout  England  tor  all 

*  The  last  of  these,  which  was  mixed  in  rather  a  fluid  state,  adhered  so 
finnlT  to  the  cop,  that  it  was  impossible  to  separate  them,  without  breaking 
the  lime,  which  was  not  easy,  as  it  had  become  exceeding  tough  in  setting. 
All  the  other  experimental  mixtnres  tried  in  this  manner,  whether  of  nett 
lime  or  of  lime  mortar,  after  setting  at  the  surface,  always  detached  them- 
selves from  the  cop,  in  cikes  of  the  form  of  the  plaDo-convcx  lenses  of 
•pticians. 


PUZZOLANA  FIRST  USED  IN  ENGLAND  BY  SMEATON.    Igl 

works  exposed  to  the  action  of  water,  in  the  proportion  as 
Smeaton  observes  of  2  measures  of  slaked  lime  to  1  of 
that  substance.     In  respect  to  Puzzolana,  it  appears  that 
it  had  not  been  used  at  all  in  England,  and  that  he  only  met 
with  it  by  accident,  a  merchant  having  imported  a  cargo  of 
it  from  Civita  Vecchia,  on  speculation,  which  nobody  would 
purchase  or  even  try,  till  Smeaton  experimented  upon  its 
qualities,  from  having  read  of  it  in  Belidor's  Architecture 
Hydraulique,  and  finding  it  superior  to  trass,  and  offered  by 
the  owner  at  a  lower  price,  the  whole  cargo  was  purchased 
and  employed  by  him  in  the  building  of  the  Edystone  Light- 
house, in  which  it  was  mixed  with  blue  lias  lime  from 
Watchet,   a  small  port  of    Somersetshire   in  the  Bristol 
channel.*  1  he  Watchet  lime  used  by  Smeaton  was  burned 
and  also  slaked  on  the  spot,  with  just  water  enough  to  cause 
it  to  fall  down  into  a  fine  powder,  which  was  closely  packed 
in  water-tight  casks,  and  sent  to  Plymouth,  and  from  thence 
to  the  Edystone  rock  as  required,  in  which  state  Smeaton 
observes,  that  it  kept  so  well,  that  he  used  the  surplus  of 
the  same  lime,  which  had  been  provided  in  the  year  1757, 
for  the  Edystone  Lighthouse,  no  less  than  7  years  afterwards, 
in  the  most  critical  part  of  the  works  tor  improving  the 
navigation  of  the  River  Calder.     At  this  period  he  saj^s, 
that  he  found  the  lime  in  the  casks  perfectly  good,  but  that 
he  took  the  precaution  of  bruising  and  sifting  some  parts  of 
it,  which  had  become  rather  lumpy.     This  mode  of  slaking 
lime  in  powder,  is  equivalent  to  what  was  afterwards  recom- 
mended by  M.  De  la  Faye  in  France,  and  which  recently 
has  been  very  generally  used  in  that  country,  as  will  be 
mentioned  in  the  Appendix.     Smeaton  mixed  his  slaked 
lime   powder  and    puzzolana  for  the  construction  of  the 
Edystone  Lighthouse,  in  equal  volumes,  throwing  both  into 
the  measure  by  a  shovel  with  some  degree  of  force,  but  with- 
out pressing  them  down. 

('248)  I  before  mentioned  in  Article  20,  that  the  natural 
water  cements  of  England,  since  most  improperly  and  ab- 
surdly termed  Roman  Cement,  of  which  the  properties  were 
first  discovered  by  Mr.  Parker,  who  took  up  a  patent  in 
1796,  for  the  exclusive  use  of  them,  had  superseded  the 
Trass  of  the  Rhine,  vulgarly  termed  Dutch  Terrace,  and 
the  Puzzolanas  of  Italy.  This  assertion  is  perfectly  accu- 
rate, in  respect  to  private  works  in  the  neighbourhood  of 

•  Having  explained  tiiat  he  actually  piocnred  liis  lime  at  Watchet,  he 
afterwards  invariably  calls  it  Abertbaw  lime,  being  of  the  same  quality  as 
the  latter. 
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London,  and  perhaps  tbroui^liout  England  frcncrally,  and 
also  so  far  as  regards  the  use  of  trass,  but  not  so  in  respect 
to  puzzolana  ;  lor  1  find  on  more  minute  inquiry,  that  this 
substance,  in  combination  with  some  sort  of  hydraulic  lime, 
has  frequently  been  used  and  generally  in  preference  to 
cement,  from  the  time  of  Smeatou  to  the  present  day,  in 
public  works  of  importance,  such  as  Lighthouses,  Ilarliours, 
Docks,  &c,  where  strong  hydraulic  mortar  \vas  considered 
necessary. 

(249)  It  is  well  known  that  puzzolana  in  itself  has  no 
cementing  properties,  having  been  found  when  analyzed 
chemically,  to  consist  of  the  same  component  parts  as  the 
coloured  clays  of  nature,  that  is  chiefly  of  silica  and  alumina, 
Avith  a  small  proportion  of  (he  metallic  oxides,  and  some- 
times also  with  a  Trace  of  lime;  but  when  mixed  \Nilh  the 
weaker  hydraulic  limes,  or  even  w ith  common  lime,  it  con- 
stitutes a  hydraulic  mortar,  that  sets  under  water,  certainly 
much  more  slow  ly  than  either  the  natural  or  artificial  water 
cements ;  but  those  who  are  advocates  for  the  use  of  this 
substance,  consider  it  not  less  efficient  or  powerful  in  the 
end.  I  must  confess  that  I  entertain  some  doubts  of  the 
accuracy  of  this  opinion,  but  as  nothing  can  decide  the 
question,  but  a  sufficient  number  of  trials  of  the  strength  of 
cement  joints,  and  of  puzzolana  joints,  w  hich  would  require 
several  months  or  perhaps  a  year  to  accommodate  the  latter, 
being  the  slower  setting  substance  of  the  two,  it  is  useless 
to  discuss  it. 

(2o0)  The  following  is  a  statement  of  the  various 
mortars  used  by  Smeaton,  in  which  puzzolana  was  one 
ingredient. 

SMEATON'S  HYDRAULIC  MORTARS  FOR  VARIOUS  PURPOSES, 
COMPOSED  OF  ABERTHAW  OR  OTHER  WATER  LIME,  MIX- 
ED WITH  PUZZOLANA,  OR  WITH  PUZZOLANA  AND  SAND. 


N.ime  ot  U;e  Mortar. 


Winchester  bu^ll(;U  b)  I 
stricken  measure  of 


slakeOi  pu2^c>.    Coni- 
Towdtr  I  I  Sand, 


I     Ko.  of 
cubic  feet 


Expense 

per 

cubic  foot. 


Edystone  Mortar  .. . 

Stone  Mortar 

2nd  sort 

Face  Mortar 

..  2nd  sort 

Barkinjr  Mortar    ,. . 


2 

2 

2 

2 

2 

2 

2 

2-32 
268 
3-57 
467 
417 
404 


s.  a. 
S  8 
2 
1 
1 

I      1 
0  11 


4 


(251)     Smeaton  states,  that  according  to  the  common 
mode  of  mixing  hvdraulic  mortar  in  his  time,  which  was 
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done  by  continually  beating  it,  one  whole  day's  work  ofa^i 
able-bodied  labourer  w  as  required  for  incorporating  any  of 
the  mixtures  above  described,or  any  other  well  proportioned 
mixture,  containing  2  bushels  of  lime  as  one  ingredient ; 
but  by  adopting  a  more  judicious  mode  of  mixing  the  in- 
gredients proposed  by  him,  he  states  that  the  time  neces- 
sary for  beating  them  might  be  reduced  one  half.  This 
process  of  beating  he  considered  indispensable. 

I  do  not  understand,  what  he  meant  in  the  above  Table, 
by  iStotte  Mortar,  as  distinguished  from  Face  Mortar,  but 
since  the  proportion  of  lime  is  the  same  in  all,  and  we  know 
that  he  considered  the  Edystone  mortar  No.  J,  consisting  of 
lime  and  puzzolana  alone,  without  any  sand,  as  being  the 
strongest  hydraulic  mortar  that  could  be  made ;  it  follows 
that  he  must  have  considered  Xo.  6,  which  contains  the 
smallest  proportion  of  puzzolana,  and  the  greatest  of  sand, 
as  the  w  eakest  of  all ;  the  others  being  of  intermediate 
qualities,  better  or  worse,  as  they  approximated  more  nearly 
to  the  former  or  to  the  latter  of  those  mixtures.  It  may  also 
be  inferred,  that  he  did  not  think  it  prudent,  in  making  hy- 
draulic mortar,  to  use  more  than  2  measures  of  sand  and 
puzzolana  inclusive,  to  1  measure  of  slaked  lime  powder. 
(•252)  In  building  the  Bell  Rock  Lighthouse,  opposite 
to  the  mouth  of  the  River  Tay,  Mr.  Stevenson  used  the 
same  sort  of  lime  that  Smeaton  had  done,  the  blue  lias  of 
Aberthaw,  in  the  proportion  of  1  measure  of  slaked  lime  pow- 
der, 1  measure  of  puzzolana,  and  I  measure  of  sand,  which 
he  says  that  he  considered  equally  good,  and  of  course  much 
cheaper  as  a  hydraulic  mortar,  than  the  Aberthaw  lime 
mixed  w  ith  puzzolana  alone  would  have  been,  the  latter  of 
which  substances  then  bore  an  exorbitant  price.  He  states 
that  it  was  not  his  w  ish  at  first  to  have  used  Aberthaw  lime, 
but  he  found  on  trying  the  best  limes,  which  the  neighbour- 
ing counties  of  Edinburgh,  Haddington,  Fife  and  Forfar, 
could  produce,  that  the  like  mixtures  of  these  limes,  with 
puzzolana  and  sand  would  not  set  under  water  at  all. 

I  am  not  aware,  that  any  other  Civil  Engineers  of  this  Coun- 
try have  ever  dispensed  with  sand  entirely,  as  Smeaton  did 
in  the  construction  of  the  Edystone  Lighthouse.  But  in 
determining  the  proportions  of  their  hydraulic  mortars,  I 
rather  suspect,  without  being  certain  as  to  the  fact,  that  some 
of  them  have  mixed  their  lime  and  sand  in  the  same  pro- 
portions, that  they  considered  proper  for  the  mortar  of 
buildings  exposed  to  air  only,  to  which  they  added  the 
puzzolana,  under  an  impression  that  since  this  substance 
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improves  lime,  it  may  improve  mortar  also.  Smeaton 
seems  to  have  apprehended  on  the  contrary,  that  the  addi- 
tion of  puzzolana,  which  has  nothing  calcareous  in  its  com- 
position, over  and  above  as  much  sand  as  any  lime  made  up 
into  mortar  can  well  bear,  might  have  the  same  injurious 
effect  in  weakening  if  not  ruining  that  mortar,  as  if  an  ad- 
ditional quantity  of  sand  had  been  used ;  and  therefore  he 
lays  down  a  rule,  that  whatever  proportion  of  sand  is 
know n  to  make  good  common  mortar  with  any  sort  of  lime, 
the  quantity  of  puzzolana  used  to  improve  this  mortar,  and 
render  it  fit  for  hydraulic  purposes,  must  be  deducted 
from  the  said  proportion  of  sand.*  Puzzolana  commu- 
nicates to  limes  the  property  of  gradually  setting  under 
water;  but  perhaps  it  may  be  considered  sutficiently 
proved,  that  this  property  does  not  convey  the  power  of 
bearing  much  sand  also,  by  the  circumstance,  that  the 
pow  erful  w  ater  cements  of  England,  possessing  much  stronger 
hydraulic  properties  than  any  limes  we  know,  are  deprived  of 
their  cohesiveness,  by  a  smaller  proportion  of  sand,  than 
that  which  common  lime  will  bear  (see  articles  50  and  57.) 
On  this  subject  however,  I  speak  with  less  confidence,  than 
in  treating  of  cement,  because  1  have  tried  so  very  few 
experiments  with  puzzolana,  that  I  do  not  feel  myself  com- 
petent to  give  a  decided  opinion  ;  which  I  have  no  hesitation 
in  doing,  as  far  as  the  natural  and  artificial  cements  are 
concerned.  I  think  it  right  however,  to  record  a  few  ex- 
periments recently  tried  by  me  upon  puzzolana  of  excellent 
quality,  and  on  two  sorts  of  artificial  puzzolana,  made  in 
imitation  of  it. 

REMARKS  ON  PUZZOLANA.      EXPERIMENTS  ON   THIS  SUB- 
STANCE TRIED  AT  CHATHAM  IN  1829  AND   1837- 

(253)  It  appears  from  Vitruvius,  that  the  properties 
of  puzzolana  were  w ell  know n,  and  that  it  was  in  common 
use  amongst  the  Romans  in  his  time.+  lie  describes  it  as  a 
substance  in  the  state  of  dust  or  fine  powder  found  in  the 
neighbourhood  of  Baia;  and  in  the  environs  of  Mount  Vcsu- 

*  See  the  Article  on  pazzolaoa  mortar,  at  the  end  of  the  3rd  volome  of 
Smeaton's  Tracts  published  iu  lbl2. 

t  In  book  ii,  cliap.  G,  in  which  he  treats  "  de  Palvere  Puteolano  et  ejus 
H8U,"  he  commences  thus. 

"  Est  et  genus  pulveris,  quod  efficit  natiiraliter  res  admirandas.  Nascitur 
*in  rcgionibus  Baianis  et  in  agris  municipiornm,  qoce  sunt  circa  Vesnvinm 
"  moDtem,  quod  com  mixtum  cum  calce  et  caemento,  non  modo  ceteris 
*' sedificiis  prcestat  tirmitales,  sed  ctiara  moles  quoe  construuntur  in  mari, 
"  sub  aqua  solidescnnt."  The  word  'caementum'  is  here  supposed  to  mean 
smalUtoncs.     It  certainly  docs  not  imply  what  wc  term  cemtnt. 
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vius,  which,  when  mixed  with  lime,  increased  the  strength 
of  the  mortar  of  common  buildings,  and  caused  that  of 
moles  or  piers  run  out  into  the  sea  to  indurate  under  water. 

(254)  After  my  experiments,  tried  with  the  view  of 
obtaining  an  artificial  cement,  had  first  been  attended  with 
some  success  in  1828  and  1829,  I  procured  some  puzzolana, 
that  had  been  provided  for  the  extensive  new  works  then  in 
progress  in  His  Majesty's  Dock-yard  at  Sheerness,  in  order 
to  experiment  upon  it,  and  compare  its  hydraulic  powers 
with  those  of  the  Sheppy  and  Harwich  cements,  and  with 
my  own  artificial  cement.  All  my  cftbrts  at  that  time  to 
produce  a  good  hydraulic  cement  with  puzzolana  failed,  in 
consequence  of  two  errors  in  my  mode  of  using  it,  which 
are  injurious  to  its  powers. 

In  the  first  place,  I  used  the  puzzolana  in  the  same  state 
in  which  I  received  it,  that  is  with  a  very  small  portion  of 
it  only  in  dust,  the  rest  being  in  lumps  of  various  sizes,  like 
a  mixture  of  coarser  and  finer  sands,  in  which  state  it  does 
not  combine  properly  with  lime  ;  for  in  order  to  produce 
that  intimate  union  of  the  two  substances,  which  alone  can 
prevent  the  lime  from  going  to  pieces  under  water,  it  is  ab- 
solutely necessary  that  the  puzzolana  should  first  be  reduced 
to  the  state  of  an  impalpable  powder,  which  rule  was  not 
mentioned  to  me  by  the  gentleman  at  Sheerness,  from  whom 
I  received  the  article,  and  which  possibly  might  not  have 
been  known,  even  to  the  persons  employed  there  in  making 
it  into  mortar.  * 

Secondly,  I  omitted  to  slake  the  lime  completely,  before 
I  put  it  under  water,  instead  of  which  1  pounded  the  lime, 
but  not  the  puzzolana,  in  a  mortar,  after  which  I  mixed  the 
quicklime  powder  and  puzzolana  into  a  paste  with  water, 
and  made  balls  of  the  mixture,  and  put  them  under  water 
immediately,  which  is  a  test  that  nothing  but  the  strongest 
water  cements  will  bear.f 

•  Because  the  puzzolana  was  tbrown  in  its  natural  state  into  a  mortar 
mill,  worked  by  steam,  and  having  two  very  heavy  iron  rollers,  under  which 
whilst  being  mixed  with  the  lime  and  sand,  this  soft  substance  could  not  fail 
to  be  ground  as  fine  as  was  necessary,  to  make  it  combine  properly  with  the 
lime.  But  unless  Mr.  Reunie  had  explained,  that  not  merely  mixing  but 
grinding  was  his  object  in  using  the  mortar  mill,  this  may  have  escaped  the 
observation  of  the  persons  employed. 

t  In  Smeaton's  Observations  on  Water  Cements,  he  does  not  lay  down 
either  of  these  rules  pointedly  ;  but  his  practice  involved  both,  for  he  worked 
up  his  experimental  mixtures  so  loug,  that  the  lime  must  have  become 
thoroughly  slaked,  and  in  mixing  his  puzzolana  mortar  for  practical  purposes, 
the  continued  beating  could  scarcely  have  failed  to  reduce  the  puzzolana,  if 
coarse,  to  a  very  fine  state.  I  suspect  that  this  etl'ect  was  the  chief  advantiige 
derived  from  llie  beating,  and  thatthc  reason  for  it  assigned  by  Smeaton,inhis 
Account  of  the  Edystone  Lighthouse,  was  of  very  secondary  importance. 
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(255)  In  my  recent  experiments  with  the  same  puzzo- 
lana,  wliich  had  remained  in  my  possession  since  1820,  I 
reduced  it  lo  the  state  ol"  impalpable  powder,  and  then  mixed 
it  with  chalk  lime  perfectly  slaked,  in  the  proi)ortion  of  2 
measures  of  puzzolana  to  1  measure  of  chalk  lime  putty. 
I  then  put  this  mixture  into  a  small  basin,  of  which  it  occu- 
pied the  bottom,  its  own  upper  surface  bein^  pressed  down 
level.  At  the  end  of  about  an  hour,  I  poured  water  gently 
into  the  basin,  until  it  was  nearly  full.  In  this  state  the 
puzzolana  mortar  became  harder  every  day,  and  on  the 
fourth  day  after  immersion  it  resisted  the  pressure  of  the 
linger,  so  that  the  surface  was  fairly  set. 

(250)  I  also  mixed  one  measure  of  thoroughly  slaked 
chalk  lime  putty,  one  measure  of  pulverized  puzzolana,  and 
one  measure  of  sand  together,  and  treating  them  precisely  in 
the  same  manner,  I  Ibund  that  the  puzzolana  still  prevented 
the  lime  from  going  to  pieces  or  dissolving  under  water,  but 
that  the  sand  injured  the  compound  by  retarding  the  setting 
of  it,  which  after  11  days  was  only  just  commencing  at  the 
surtace  ;  but  on  handling  it  rather  roughly  in  trying  its  hard- 
ness by  pressing  the  finger  into  it,  the  sort  of  skin  at  the 
surface  broke,  and  the  mass  below  proved  at  the  time  to  be 
in  a  very  soft  state,  like  wet  clay.  On  breaking  the  former 
mixture  of  lime  with  puzzolana  on  the  same  day,  to  examine 
its  comparative  state,  we  found  that  it  was  formed  into  a 
cake  hardest  at  the  surface,  but  not  soft  in  the  center,  for  on 
breaking  off  and  bruising  a  small  piece,  it  was  reduced  to  a 
dry  powder. 

OF  ARTIFICIAL  PUZZOLANA. 

(257)  The  most  ancient  sort  of  artificial  puzzolana  is 
brick  dust  or  tile  dust,  or  fragments  of  pottery  ground  to 
powder,  which  being  mixed  with  lime  produce  a  sort  of 
cement,  much  more  impervious  to  water,  than  common 
mortar  of  lime  and  sand,  and  which  in  all  probability  was  in 
common  use  in  the  time  of  the  Romans,  as  may  be  inferred 
from  some  passages  of  Vitruvius.*     It  is  not  to  be  won- 

*  In  book  vii,  cbap.  4,  cntiUed  "dc  PolilioDibus  in  humidis  locis,"  he 
commences  tliiis. 

"  Quibus  rationibus  siccis  locis  tectoriaoporteat  fieri  dixi,  nnncquemad- 
"  modum  humidis  locis  politiooes  expediantur,  ut  permanere  possint  give 
"  vitiis,  exponam.  Et  primum  conclavibus,  qua[>  piano  pcile  fuerint  ab  imo 
"  pavimcnto  alt^:-  circiter  pedibus  tribus,  pro  arenato  testa  irullissctur,  et 
"  dirigatur,  iiti  eai-  partes  tectoriornni  ab  huniore  ne  vitientnr." 

The  word  Testa  is  translated  by  M.  Rondelet  as  cimint  des  fui/raux, and 
I  think  he  is  quite  right  in  this  interpretation,  for  it  is  evidently  contrasted 
MJth  Arenatum,  which  is  mortar  composed  of  lime  and  sand,  and  therefore 
testa  must  mean  mortar  composed  of  lime  and  tiles  or  pottery,  rednced  by 
grinding  to  at  least  as  fine  a  state  as  sand,  if  not  to  impalpable  powder. 
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dcrcd  at,  that  men  previously  acquainted  with  the  use  of 
puzzolana,  should  have  had  recourse  to  this  expedient,  or 
that  it  should  often  have  succeeded,  since  some  of  the 
natural  puzzolanas  and  brick  dust  not  only  resemble  each 
other  strikingly  in  their  appearance,  but  modern  chemistry 
has  enabled  us  to  ascertain,  ihat  they  contain  the  same 
component  parts,  both  beinir  originally  clays,  and  both 
moderately  calcined  or  burned,  the  one  by  volcanic  agency, 
and  the  other  in  a  kiln  or  clamp. 

This  primitive  sort  of  artificial  puzzolana  has  been  in 
constant  use  from  time  immemorial  in  the  South  of  Europe, 
and  especially  in  France,  where  the  word  Ciment  has  been 
applied  to  it',  which  wherever  it  occurs  in  any  French 
writer  on  Practical  Architecture,  without  farther  specifica- 
tion or  explanation,  invariably  and  exclusively  means 
brick  dust  or  tile  dust  proposed  to  be  mixed  with  lime,  for 
the  purpose  of  forming  a  hydraulic  mortar;*  and  I  believe 
that  the  same  practice  has  been  followed  in  most  of  the 
other  countries  which  formed  a  part  of  the  Roman  Empire.f 

(258)  Instead  of  confining  themselves  to  the  use  of 
pounded  bricks  or  tiles,  the  ^Dutch,  to  whom  hydraulic 
mortars  must  have  been  of  peculiar  importance,  have  long 
been  in  the  habit  of  burning  a  clay  found  under  the  sea  on 
their  coast,  for  the  purpose  of  forming  an  artificial  puzzo- 
lana, which  is  said  to  have  been  so  good  an  imitation  of  the 
natural  trass  of  Andernach  on  the  Rhine,  that  it  has  been 
sold  for  such,  and  probably  some  of  the  Dutch  tarras  im- 
ported into  England  may  have  been  of  this  description. 
More  recently,  since  chemistry  became  generally  known, 
a  number  of  men  of  science,  especially  in  France,  have  in 
like  manner  attempted  to  form  more  perfect  artificial  puz- 
zolanas, than  the  indiscriminate  use  of  tiles  or  bricks  was 
likely  to  aUbrd,  by  burning  various  natural  substances,  such 
as  clays,  basalts,  schists,  &c.  for  this  special  purpose,  of 

•  This  term  will  probably  become  obsolete  in  France,  as  M.  Vicat,  who 
has  already  improveil  the  Fre'nch  nomenclature  of  calcareous  cements  by  in- 
troducing the  term  hydraulic  lime,  instead  of  a  less  appropriate  expression 
formerly  in  use,  generally  employs  the  phrase  artificial  puzzolana  in  pre- 
ference to  Ciment. 

t  The  first  works  of  which  I  had  the  entire  personal  superintendence, 
instead  of  attending  by  routine  of  duty,  were  two  martello  towers  built  at 
Sanitje  and  Adava,  on  the  coast  of  Minorca,  in  1801.  The  small  cisterns  of 
these  towers,  and  the  larger  cistern  for  the  signal  station  of  Mount  Toro, 
which  was  also  under  my  charge,  were  all  lined  by  the  native  masons  cm- 
ployed  in  building  them,  with  a  mixture  of  common  lime  and  tile  dust, 
according  to  the  custom  of  that  island,  handed  down  to  them  no  doubt  from 
the  time  of  the  Romans,  which  was  suggested  by  them,  and  approved  by  the 
Commanding  Engineer,  my  Superior  Officer. 
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which  Mr.  Bagse  of  GoKenbargb  is  said  to  have  been  the 
first  to  set  tlie  example  in  Sweden,  aboat  the  middle  of  the 
last  century.  In  this  important  research  M.  Vicat,  who 
also  made  an  artificial  hydraulic  lime,  and  General  Treus- 
sart  have  exerted  themselves  with  the  greatest  zeal. 

(250)  The  expedient  of  using  pounded  bricks  or  tiles 
as  an  artificial  puzzolana,  was  not  unknown  in  Kngland,  as 
appears  by  a  treatise  on  brickwork  published  by  Mr.  Batty 
Lanzley  about  the  middle  of  the  last  century,  but  seems  to 
have  been  little  used.  About  1'2  years  ago,  Mr.  John  \\'hi(e 
recommended  the  use  of  pounded  bricks  burned  to  a  state 
of  incipient  vitrification,  usually  termed  Clinkers,  under  the 
title  of  British  Puzzolana,  which  does  not  appear  appro- 
priate, when  applied  to  an  expedient,  that  had  been  in  general 
use  in  Europe  for  many  centuries.  His  proceedings,  which 
attracted  a  good  deal  of  notice  in  London  at  the  time,  will 
be  described  in  the  Appendix.  The  system  suggested 
by  him  has  not  however  been  adopted  in  practice,  being 
infinitely  inferior  to  cement  for  difficult  and  critical  w  orks, 
and  the  extra  expense  of  his  pounded  clinker  bricks  not 
being  considered  sufficiently  compensated  in  domestic 
buildings,  by  its  superiority  over  common  mortar,  made  of 
the  same  limes  mixed  v,  ith  sand  alone. 

EXPERIMENTS  ON  ARTIFICIAL  PUZZOLANA  TRIED  AT 
CHATHAM  IN  1837. 

(260)  These  were  few  in  number  and  tried  very  re- 
cently, when  I  caused  some  blue  alluvial  clay  of  the  Med- 
way,  and  some  of  the  brown  pit  clay  of  Upnor,  which  had 
both  been  used  by  me  as  ingredients  for  my  artificial  cements, 
to  be  made  up  into  balls,  and  moderately  burned  ;  so  that 
when  reduced  to  impalpable  powder,  and  mixed  with  water, 
they  would  not  readily  fall  to  pieces,  though  they  had  lost  their 
original  plasticity,  which  degree  of  calcination  appeared  to 
assimilate  them  as  nearly  as  possible,  to  the  natural  puzzolana 
then  in  my  possession.  On  mixing  each  of  these  two  cal- 
cined clays,  after  pounding  them  in  a  mortar,  with  common 
chalk  lime  perfectly  slaked  and  made  up  into  a  paste  with 
water,  in  the  proportion  of  2  measures  of  calcined  clay 
powder  to  1  of  lime  putty,  the  mixture  being  worked  up  into 
a  stiffish  paste ;  we  I'ound  that  the  artificial  puzzolana, 
produced  from  the  blue  clay,  set  nearly  but  not  quite  as 
quickly  under  w  ater,  as  the  natural  puzzolana ;  but  that 
produced  from  the  brown  pit  clay  set  much  more  slowly. 
We  also  mixed  each  of  these  two  artificial  puzzolaoas  w  ith 
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common  chalk  lime  putty,  and  sand,  in  equal  proportions  of 
all  by  measure.  And  as  these  mixtures  were  made  up  on 
the  same  day,  with  the  like  mixtures  of  the  natural  puzzo- 
lana,  before  described,  we  compared  them  all  daily,  and 
found  that  they  set  as  follows,  iirst  the  natural  puzzolana 
and  lime,  secondly  the  calcined  blue  clay  and  lime,  tJiirdly 
the  calcined  brown  pit  clay  and  lime,  fourthly  puzzolana, 
lime  and  sand,  fifthly  the  calcined  blue  clay,  lime  and 
sand,  and  lastly,  the  calcined  brown  clay,  lime  and  sand.  The 
second  mixture,  namely,  the  calcined  blue  clay  and  lime  was 
setting  like  the  natural  puzzolana  in  the  most  promising 
manner,  though  more  slowly,  forming  like  it  a  cake  hard  at 
the  surface,  but  on  breaking  it  when  11  days  old,  to  com- 
pare it  with  the  former,  I  found  it  rather  soft  in  the  center. 
The  cake  formed  of  the  calcined  bi'own  clay  was  softer  than 
either  of  these  two,  not  being  quite  hard  even  at  the  outside, 
but  was  superior  to  all  those  mixtures,  even  to  that  of  the  na- 
tural puzzolana,  in  which  sand  as  well  as  lime  had  formed  a 
part.  These  last  had  scarcely  begun  to  set,  even  at  the 
surface,  on  the  11th  day,  when  on  breaking  them,  the 
inside  of  the  best  of  them  was  like  moist  clay. 

(261)  From  these  experiments,  I  think  it  probable, 
that  the  same  sort  of  clay,  which  makes  the  best  ingredient 
for  an  artificial  cement,  wlien  mixed  with  chalk  previously 
to  calcination,  will  also  make  the  best  artificial  puzzolana, 
when  calcined  separately ;  and  therefore  that  pounded  bricks, 
which  are  always  the  produce  of  the  coarsest  clays,  must 
be  much  inferior  to  any  of  the  finer  clays  for  this  purpose. 

(262)  So  far  as  regards  the  water  setting  properties  of 
hydraulic  mortars,  experiments  on  a  small  scale,  such  as 
have  been  related  in  the  preceding  articles,  are  only  deci- 
sive, in  respect  to  the  mortar  in  and  near  the  outside  of 
walls  exposed  to  immediate  and  continued  immersion.  For 
experience  has  proved  that  hydraulic  mortars,  not  capable 
of  resisting  the  immediate  and  constant  action  of  water  in 
mass,  will  set  in  the  center  of  walls  whose  surfaces  are 
exposed  to  it,  provided  that  these  surfaces  be  protected  by 
cement.  Thus  for  example  it  was  found  necessary  to 
protect  the  puzzolana  mortar  of  the  Edystone  Lighthouse, 
and  of  the  Bell  Rock  Lighthouse,  by  pointing  the  exter- 
nal joints  of  the  former  with  gypsum  as  a  temporary 
expedient,  until  the  mortar  should  set,  and  of  the  latter 
with  cement,  these  being  exposed  to  the  direct  wash  of  the 
sea;  whilst  it  was  also  found  necessary  to  protect  the 
blue  lias  lime  mortar  of  the  lower  part  of  the  piers  of  the 
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Menai  Bridjic,  and  of  the  Steam  Packet  Landing  AVhaif  at 
Hobbs'  l*oint  Milford  Haven,  by  cement  In  short  no 
substance  with  which  I  am  acquainted,  excepting  cement, 
is  capable  of  resisting  the  violence  of  the  \\avcs  or  of  run- 
ning water  ;  but  both  puzzolana  mortar  as  well  as  blue  lias 
mortar  without  puzzolana,  are  capable  of  setting  under 
water  in  a  more  tranquil  state,  but  not  without  the  'jradual 
degradation  of  all  the  external  joints,  to  a  certain  distance 
in ;  as  was  exemplified  in  the  experiment  w  ith  the  blue  lias 
mortar  recorded  in  Article  246,  of  which  the  inside  gradu- 
ally set,  whilst  the  surface  gave  way ;  and  from  my  own 
experiments  with  small  specimens  of  the  Rosehill  lime,  that 
I  hiive  seen,  and  from  Smeaton's  favourable  opinion  of  the 
Barrow  lime,  I  consider  it  probable  that  the  mortars  of 
these  two  limes  also,  mixed  with  a  moderate  proportion  of 
sand  alone,  will  set  in  still  water,  like  the  blue  lias;  but  so 
far  as  regards  the  weaker  hydraulic  limes,  such  as  the 
Dorking,  Hailing,  &c,  I  do  not  think  that  the  mortars  of  any 
of  these  limes  will  set  in  a  satisfactory  manner  under  water 
in  less  than  '20  years,  unless  they  either  be  improved  by  a 
proportion  of  puzzolana,  or  confined  to  the  middle  of  the 
wall  only,  the  two  sides  being  built  with  cement,  or  with 
some  much  stronger  hydraulic  mortar  to  protect  the  center. 

DESCRIPTION  OF  THE  MORTARS  USED  IN  THE  CONSTRUC- 
TION OF  THE  DOCKS  OF  KINGSTON-UPON-HULL,  AND  OF 
THE  STATE  WHICH  THE-SE  MORTARS  HAD  ATTAINED, 
WHEN  EXAMINED  BY  MR.  TIMPERLEV,  ABOUT  HALF  A 
CENTURY  AFTER  THE  FIRST  OF  THEM,  THEY  HAVING  ALL 
BEEN  BUILT  AT  DIFFERENT  PERIODS,  MAS  FINISHED. 

(2G3)  My  doubts  on  this  point  have  been  caused  by 
reading  an  able  and  interesting  account  of  the  Harbour  and 
Docks  of  Kingston-upon-Hull,  written  by  Mr.  Timper- 
ley,  and  published  in  the  first  volume  of  the  Transactions 
of  the  Institution  of  Civil  Engineers,  from  which  I  shall 
extract  some  facts  relating  to  the  state  of  the  various  sorts 
of  mortar,  used  in  building  the  w  alls  of  the  basins  and  locks 
of  that  port. 

In  building  the  Junction  Dock  at  Hull,  which  was  com- 
menced in  \&2i),  under  tlie  direction  of  Mr.  M  alker,  the 
present  President  of  the  above  Institution,  it  became  neces- 
sary to  pull  down  a  part  of  the  walls  of  two  former  docks, 
in  order  to  form  a  communication  or  junction  between  them 
by  means  of  this  new  dock,  as  its  name  imports  ;  and  at  this 
period  Mr.  Timperley  the  resident  or  executive  Engineer  at 
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that  port  liiul  an  opporfimity  of  examining  the  mortar  of 
those  walls.  Of  the  two  original  docks,  one  was  called  the 
Old  Dock,  communicating  with  the  river  Hull,  which  was 
planned  by  JMr.  Grundy  and  finished  in  1778,  after  four 
years  labour;  whilst  the  other,  called  the  Humber  dock, 
communicating  with  the  harbour  on  the  river  Humber,  was 
planned  by  Mr.  Rennie  and  Mr.  William  Chapman  of  New- 
castle-upon  Tyne,  jointly  in  1802,  commenced  next  year, 
filled  w  ith  water  in  December  1808,  and  opened  for  business 
in  about  six  months  afterwards. 

(264)  The  basin  walls  of  the  Old  Dock  were  built  entirely 
of  brickwork  with  a  stone  coping,  laid  in  mortar  compound 
of  Warmsworlh  lime  and  sand,  part  of  which  was  fresh 
water  sand,  the  rest  selected  from  the  excavation. 

The  basin  walls  of  the  Jlumber  Dock  were  also  built  of 
hricks,  with  the  exception  of  a  stone  thorough  Course  at 
the  bottom  of  the  vertical  fender  piles,  three  courses  of 
stone  on  the  level  of  an  average  tide,  the  lowest  of  which 
was  a  thorough  course  also,  and  the  coping.  The  mortar 
was  made  of  Warmsworth  blue  lime,  and  sharp  fresh  water 
sand  only.  The  lime  having  been  ground  in  its  dry  state  in 
a  mill  worked  by  a  steam  engine,  was  mixed  with  two 
parts  of  sand  for  the  front  work,  and  water  having  been 
added  the  whole  was  ground  again,  and  the  mortar  used 
immediately  afterwards,  whilst  hot  and  fresh.  The  backing 
mortar  was  compound  of  1  part  of  unslaked  lime  to  3  parts 
of  sand  measured  and  tempered  in  the  usual  manner.  The 
brickwork  of  the  front  and  back  was  laid  in  mortar,  the  rest 
grouted  in  every  course.  Part  of  these  walls  being  built  a 
little  before  w  inter,  the  front  mortar  was  aflfected  by  the 
frost,  but  the  joints  were  afterwards  raked  out,  and  pointed 
with  puzzolana  mortar. 

The  locks  in  both  of  these  docks  as  being  the  most  impor- 
tant parts  of  the  work  and  more  exposed  than  the  basins, 
w  ere  entirely  faced  with  stone,  and  fronted  with  puzzolana 
mortar,  but  backed  with  lime  mortar  of  the  quality  before 
described.  The  front  mortar  for  the  Humber  Dock  was  com- 
pound of  1  measure  of  ground  Warmsworth  quicklime, 
2  thirds  of  a  measure  of  ground  puzzolana,  and  If  measure 
of  sharp  fresh  water  sand. 

On  pulling  down  part  of  the  Humber  Dock  at  the  period 
before  alluded  to,  Mr.  Timperley  observes  '  that  all  the 

*  puzzolana  mortar  was  found  to  be  exceedingly  hard,  being 
'  both  in  colour  and  hardness  like  a  well  burned  brick,  but 

*  the  w  hole  of  the  other  mortar  of  that  dock  with  the  excep- 
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'  tion  of  a  very  small  portion  under  an  inverted  arch   was 

*  still  pcilcctly  sol't,  and  might  have  been  worked  up  again, 
'  without  adding  a  drop  of  water.' 

In  respect  to  the  puzzolana  mortar  in  tlie  Lock,  he  ob- 
serves that  it  appeared  to  adhere  much  better  to  the  brick- 
work, than  to  the  stones,  which  he  j^eems  to  consider  a 
defect,  but  which  as  1  myself  have  found  greater  adhesive- 
ness to  stone  in  puzzolana  than  in  common  mortar,  I  ascribe 
to  the  inexperience  of  the  workmen  in  using  it.  Now  as 
the  water  was  not  let  into  this  dock  or  great  basin,  in 
building  which  no  puzzolana  had  been  used,  until  about  G 
years  after  the  work  was  commenced,  which  must  have  been 
of  the  greatest  use  to  the  mortar,  by  allowing  ample  time 
for  a  great  part  of  it  to  set  in  air,  previously  to  immersion, 
notwithstanding  which  it  appears  that  even  at  the  end  of  18 
or  20  years  more,  scarcely  any  part  of  this  mortar  had  set 
at  all,*  1  conceive  that  this  proves  in  the  strongest  light,  the 
propriety  of  never  using  any  weak  water  lime  mixed  with 
sand  alone,  for  the  purposes  of  hydraulic  Architecture;  and 
the  hint  was  not  lost  upon  Mr.  Walker,  as  will  presently  be 
mentioned. 

(265)  In  respect  to  the  great  basin  of  the  old  dock, 
part  of  which  was  pulled  down  at  the  same  period, '  the  front 
'  of  the  wall  below  an  average  tide,  for  about  8  or  9  feet 
'  under  the  coping  had  but  an  indifferent  appearance,  tlie 

*  bricks  being  in  many  places  much  decayed  and  rubbed  by 

*  the  vessels,  and  the  mortar  washed  out  of  the  joints,  but 

*  below  this,  the  bricks  were  generally  in  a  much  better 

*  state,  and  the  pointing  nearly  entire.     It  has  been  before 

*  observed  that  the  mortar  for  this  wall  was  made  partly 
'  from  sand  dug  out  of  the  dock,  which  was  far  from  being 
'  of  the  best  quality ;  the  interior  of  the  wall  was  grouted, 
'  and  not  very  sparingly,  as  in  some  places  the  mortar  was 
'  found  nearly  as  thick  as  the  bricks.  The  mortar  in  the 
'  inside  of  the  wall  varied  very  much  in  quality,  according 
'  to  circumstances.     Where  the  wall  was  solid  and  undis- 

•  Mr.  Timperley  explains  that  the  mortar  in  the  front  of  the  wall,  which 
was  every  where  soft,  was  much  out  of  the  joints  for  9  or  10  feet  from  the 
top.  Below  this  the  joints  were  not  wasted,  hut  had  thrown  out  a  sort  of 
stalactite  or  calcareous  incrnstation  that  entirely  covered  the  face  of  the 
wall.  As  it  appears  that  these  diflcrent  actions  on  the  external  surface  of 
the  joints  took,  place, the  former  above,  the  latter  below  the  level  of  the  high 
water  of  neap  tides  in  the  basin,  I  conceive  that  the  moderate  action  below 
may  have  proceeded  from  the  water  in  the  lower  part  of  the  basin  not  being 
in  motion  or  continually  changed,  as  in  river  wharfs,  or  in  piers  carried 
out  into  the  sea,  which  produces  a  violent  action  upon  commoD  or  inferior 
mortars.    (See  Articles  10,  11  and  12.) 
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'  turbed,  it  was  very  hard,  requiring  picks,  and  in  many 

*  places,  sledges  and  wedges,  to  take  it  down ;  but  where 

*  the  wall  had  given  way,  or  been  otherwise  disturbed,  and 
'  cracks  and  cavities  thus  caused  in  the  inside,  the  mortar 

*  was  in  general  very  soft.     This  was  observed  in  a  variety 

*  of  places,  and  it  was  not  uncommon  to  see  the  mortar  in 
'  one  part  of  the  wall  exceedingly  hard   and  good,   and 

*  within  a  lew  inches  from  it,  where  the  wall  was  open,  and 

*  the  water  had  found  its  way,  quite  soft  and  bad,  or  but 

*  little  harder  than  w  hen  first  built.' 

(266)  The  author  observes,  that  such  works  were 
almost  in  their  infancy  in  England  at  the  time  when  this 
dock  was  built,  and  therefore  he  considers  it  upon  the  whole 
to  be  creditable  to  the  Engineer  who  designed  it,  not- 
withstanding several  defects,  which  he  has  mentioned,  such 
as  'the  insufficiency  of  the  piling,  and  the  foundation,which 
'  was  only  level  with  the  bottom  of  the  dock,  not  being  low 
'  enough,  in  consequence  of  which  the  walls  have  subsided, 
'  and  been  forced  forward  in  several  places  by  the  pressure 
'  of  the  earth  behind,  &c.'  In  the  front  of  the  wall,  the  sec- 
tion of  which  was  in  the  form  of  a  common  sloping  revet- 
ment, an  error  was  committed,  by  building  the  courses  of 
brickwork  at  right  angles  to  the  slope,  for  about  14  inches, 
or  a  brick  and  a  half  inwards,  beyond  which  the  whole 
remaining  brickwork  of  the  wall  was  built  in  horizontal 
courses.  Thus  there  was  one  unbroken  joint  nearly 
vertical,  from  top  to  bottom,  throughout  the  whole  extent  of 
the  dock  wall,  than  which  one  can  scarcely  conceive  any 
thing  more  injudicious.  Owing  to  this  defect,  in  the  original 
construction,  Mr.  Timperley  remarks  that  '  the  parts  of  the 
'  wall   were  not  only  unconnected,   but   in   many  places 

*  entirely  separate,  so  that  a  rod  may  be  thrust  down  many 

*  feet  between  them.     It  was  observed  also,  that  where  the 

*  wall  had  given  way,  it  w  as  completely  separated  from  the 

*  counterforts,  to  the  extent  of  one  or  two  feet  or  more  in 
'  the  worst  places,  whereby  the  strength   of  the  wall  had 

*  been  greatly  reduced.* 

•  Tlie  wall  was  34  feet  6  inches  high,  including  the  coping,  wi;Ii  ^n 
exterior  slope  of  5  feet,  bnilt  on  a  horizontal  piled  foniT^ition.  It  -as  I(i 
feet  thick  at  bottom,  and  4  feet  6  inches  thick  at  top  just  oe!  w  the  coping, 
•with  4  small  offsets  in  rear,  the  first  pair  at  the  height  o*"  10  feet,  t'  e  second 
pair  at  1.5  feet  up.  The  counterforts  were  at  clear  inter -als  of  35  feet  apart, 
and  of  the  uniform  width  of  9  feet  throughout.  Their  length,  measured 
from  the  back  of  the  wall,  was  8  feet  at  bottom,  but  only  3  f"oj  6  inches  at 
the  top,  which  termi.iated  4  feet  below  the  copin;'.  This  diniinnliou  was 
not  eft'ected  by  aslope,  but  by  3  steps  of  equal  height  and  w'  1th  nearly,  ..t  the 
back  of  each  counterfort.    I  am  of  opinion,  that  no  sloping  revetment  with  a 

P 
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(267)  1  shall  here  remark,  that  though  the  mortar  in 
the  center  of  the  undisturlicd  portions  of  this  wall  had  set 
into  a  respcctai)lc  hardness  in  ahout  half  a  century,  yet  from 
the  state  of  the  same  sort  of  mortar  in  the  Humhcr  Dock,  it 
is  probahlc  that  the  whole  of  it  must  have  remained  soft  for 
at  least  20  years,  and  to  this  soft  imperfect  state,  1  ascribe 
the  separations  that  have  l)cen  mentioned  ;  (or  with  all  the 
disadvantages  of  an  unbroken  vertical  joint,  which  is  ex- 
tremely prejudicial  in  building  with  common  mortar,  the 
front  would  never  have  separated  from  tlie  body  ol  the  wall 
from  this  cause,  if  cement  had  been  used;  of  which  the 
Thames  Tunnel,  consisting  of  many  hundreds  of  vertical 
joints  of  this  description,  aft'ords  the  strongest  proof.  (See 
the  Note  to  Article  5S.)  Nor  could  the  dock  walls  possibly 
have  been  forced  forward,  if  laid  in  cement,  without  draw- 
ing tiie  counterforts  along  with  tiiem,  with  which  in  that 
case  they  would  have  composed  one  homogeneous  mass,  as 
incapable  of  separation  as  solid  rock. 

(268)  The  walls  of  the  basin  of  the  Junction  Dock, 
the  most  recent  of  the  whole,  were  also  built  with  brickwork, 
but  with  a  facing  of  10  courses  of  stone  immediately  below 
the  coping.  Mr.  Timperley  observes,  that  the  basin  had 
been  begun,  and  the  East  wall  in  particular,  had  been 
finished  as  high  as  the  stone  work,  with  mortar  composed 
entirely  of  unslaked  blue  Warmsworth  or  Wcldon  lime, 
and  clean  sharp  fresh  water  sand,  in  the  proportion  of  2^ 
measures  of  sand  to  1  of  lime  for  the  facing,  and  3i  mea- 
sures of  sand  to  1  of  lime  for  the  backing.  Trusting  to  the 
high  reputation  of  these  limes,  which  were  considered  good 
water  limes  in  the  neighbourliood,  Mr.  ^^'alker  had  pro- 
posed to  build  the  whole  of  the  basin  walls  in  the  same 
manner;  but  on  breaking  into  tlie  walls  of  the  Huinber 
Dock,  as  before  mentioned,  which  brou<;ht  the  striking 
inferiority  of  that  sort  of  mortar  to  liirht,  he  directed  some 
experiments  to  be  tried  on  various  mortars,  in  consequence 

horizontal  foundation  resting  entirely  upon  vertical  piles  in  soft  soil  like  the 
above,  can  be  considered  secure  against  being  forced  forwards  at  top;  but  I 
shall  not  enlarec  upon  this  point,  which  would  lead  nie  away  from  calcareous 
cemc-nts  to  another  branch  of  the  extensive  subject  of  I'ractical  Architectnre. 
The  lock  of  this  old  dock  must  have  been  the  most  tlcfcctive  part  of  the 
original  design,  because  the  walls  had  yielded  so  much  in  the  course  of 
seven  or  eight  years  after  it  was  built,  as  to  require  to  be  taken  down  about 
12  feet  from  the  top.  One  side  was  rebuilt  in  1785,  and  the  other  the  follow- 
ing year.  But  it  does  not  appear  that  these  repairs  were  etfectual,  for  it 
afterwards  proved  necessary  to  pnll  down  the  entrance  lock  and  basin  entirely, 
in  consecpicnce  of  their  very  ruinous  state  in  Ibl  I,  and  to  rebuild  both, 
according  to  a  new  design  and  under  the  direction  of  Mr.  Rcunie. 
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of  which,  he  ordered  the  uhole  front  of  the  reniuinm<5  part 
of  the  Junction  Dock  walls  to  be  faced  with  pnzzolana 
mortar,  composed  of  1  measure  of  unslaked  blue  Warms- 
worth  or  Weldon  lime,  ^  measure  of  puzzolana  powder, 
and  '2  measures  of  sharp  fresh  water  sand  ;  but  he  directed 
the  hollow  quoins  of  the  Lock-gates,  as  beinii-  of  more  im- 
portance, to  be  faced  with  1  measure  of  Hallino-  lime,  1 
measure  of  puzzolana,  and  2  measures  of  sand.*  For  the 
backing:  ot  Jii^  walls,  he  still  continued  to  use  the  same 
sort  of  mortar,  with  which  he  had  commenced. 

(260)  In  the  lower  part  of  the  East  side  of  the  basin  of 
this  dock,  where  no  puzzolnna  had  been  used,  an  impor- 
tant circumstance,  not  noticed  by  any  former  writer,  or  at 
least  ne'.v  to  me,  was  observed  by  Mr.  Timperley,  who 
states  that  *  notwithstanding^  the  thickness  and  solidity  of 
'  the  walls,  the  water  in  wet  weather  found  its  way  through, 
'  so  that  they  were  exceedingly  damp  even  in  front,  and  in 

*  several  places  the  water  literally  ran  down  the  face  of  the 

*  wall.  This  was  ascribed  to  the  mortar  and  grout  not 
'  hardening  sufficiently,  as  in  all  cases  where  the  front  was 
'  set  in  puzzolana  mortar,  although  the  walls  were  a  little 

*  damp  in  places,  the  water  never  penetrated  through.' 

In  respect  to  the  puzzolana  mortar  of  this  dock,  which 
3Ir.  Timperley  had  an  opportunity  of  examining,  when  part 
of  the  wall  was  pulled  down  and  rebuilt,  in  consequence  of 
having  been  injured  by  shipping,  he  remarks,  *  that  it  was 
'  in  a  good  state,  although  not  so  hard  in  the  interior  as  in 
'  front,  the  mortar  in  the  beds  of  the  stone  work  also  being 
'  more  indurated,  and  for  the  most  part  adhering  better  than 
'  in  the  vertical  joints,' which  I  ascribe  to  the  former  having 
been  stifier  than  the  latter,  uhich  must  have  been  poured 
into  these  joints  in  the  state  of  grout.     He  also  remarks, 

*  that  this  puzzolana  mortar,  in  the  front  of  the  walls,  was 

*  in  general  hard  and  good,  even  before  the  water  was  let 
'  in,  the  only  defective  part  being  in  the  West  end  of  the 
'  dock,  where  the  wall  was  damp  in  consequence  of  its 

•  ;Mr.  Timprilcy  states  tliat  in  tlie  course  of  tlie  experiments  before 
alluded  to,  lie  found  that  the  Hallinj:  lime  was  stronjier  than  the  Warms- 
wortli,  which  he  describes  as  a  magnesian  limestone,  and  also  stronger  than 
the  \\  cldon  or  Fairburn  limes,  none  of  which  when  made  into  flat  cakes  with 
.sand,  and  allowed  some  days  to  dry  previously  to  immersion,  would  ever  set 
under  water  at  all,  but  dissolved  in  a  few  weeks.  Hence  these  limes  must 
be  very  weak,  for  the  Hailing  lime  itself  possesses  very  moderate  hydraulic 
powers.  But  the  addition  of  the  half  measure  of  puzzolana  to  1  measure  of 
those  limes  bavins  rendered  them  rather  superior  to  the  Hailing  lime,  and  as 
this  mixture  with  a  moderate  quantity  of  sand  was  not  much  more  expensive 
than  Hailing  lime  mortar  made  with  sand  alone  would  have  been,  it  was  used 
ia  prcterence. 

P  2 
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'  being  backed  with  wet  soft  earth.     Some  part  of  the  raor- 

*  tar  also,  being  used  late  in  the  year,  was  a  little  perished 
'  by  the  Irost  and  required  fresh  pointing.' 

(270)  A  similar  fact  was  remarked  by  the  same  intel- 
ligent observer,  on  breaking  into  the  walls  of  the  old 
Fortifications  of  the  town  of  Hull,  supposed  to  have  been 
built  with  stone  in  the  reign  of  Edward  the  Second,  and 
repaired  and  strengthened  with  bricks  in  that  of  Richard 
the  Second.  '  The  mortar  was  of  two  kinds,  one  composed 
'  of  lime  and  sand  only,  the  other  of  lime  and  powdered 

*  tiles  or  bricks,  with  very  little  sand;  both  were  with  a  very 

*  few  exceptions  very  hard,  the  latter  being  the  more  so. 
'  The  mortar  appeared  to  have  been  used  in  a  very  soft 
'  state,  or  as  grout,  but  by  no  means  well  tempered,  small 

*  lumps  of  pure  lime  resembling  hard  tallow,  being  inter- 

*  spersed  in  great  abundance.  In  three  or  tour  of  the  bot- 
'  tom  courses,  and  9  to  IS  inches  in  width  of  the  back  of  the 

*  wall,  where  it  was  in  a  damp  state,  it  had  not  set  in  the 

*  least,  and  at  the  bottom  in  particular  appeared  like  pure 
'  sand,  whilst  the  neighbouring  parts  being  dry,  were  par- 
'  ticularly  hard  and  united  like  a  rock.' 

THAT  GOOD  HYDRAULIC  MORTAR  SHOULD  BE  USED  NOT 
ONLY  FOR  THE  FRONT,  BUT  FOR  THE  BACK  ALSO,  OF 
THE  WALL  OF  A  DOCK,  BASIN  OR  WHARF,  WHEN  IN- 
FERIOR MORTAR  IS  USED  FOR  THE  CENTER,  BUT  THAT 
IT  IS  BEST  TO  REJECT  INFERIOR  MORTAR  ALTOGETHER, 
AND  TO  USE  GOOD.HYDRAULIC  MORTAR  FOR  THE  WHOLE 
WALL. 

(271)  The  propriety  of  never  using  common  lime  mor- 
tar, or  even  the  weaker  hydraulic  limes  and  sand  alone,  for 
the  whole  backing  of  the  walls  of  a  dock,  basin  or  wharf, 
appears  to  me  to  be  sufficiently  proved  by  some  of  the  facts 
quoted  from  Mr.  Timperley,  w  hich  I  shall  here  recapitulate, 
first  by  the  penetration  of  water  from  the  rear,  through  the 
entire  thickness  of  the  East  wall  of  the  Junction  Dock  whilst 
in  progress,  secondly  by  the  imperfect  state  even  of  the  puzzo- 
lana  mortar  in  front  of  the  \>'cst  end  of  the  dock  from  the 
same  cause,  and  thirdly  by  the  mortar  in  the  back  of  the 
wall  of  the  Fortifications  of  Hull,  not  having  yet  begun  to  set, 
thouirh  part  of  it  must  be  at  least  500  years  old. 

(272)  Mr.  Timperley 's  description  of  the  state  of  in- 
duration, in  which  the  various  sorts  of  mortar  used  in  the 
walls  of  the  docks  of  Kingston -upon- Mull  were  found,  when 
examined  by  him  at  various  periods,  from  one  or  two  years 
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to  nearly  half  a  century  after  they  were  built,  may  be  con- 
sidered a  record  of  experiments  on  a  great  scale,  and  of  the 
most  convincing  nature,  upon  the  fitness  or  unfitness  of 
thesemortarsforthepurposesof  Hydraulic  Architecture:  and 
the  same  most  liberal  and  useful  Institution,  which  has  been 
the  medium  of  laying  so  much  valuable  information  before 
the  public,  will  probably  be  the  channel  of  future  communi- 
cations of  the  same  interesting  nature,  respecting  the  state 
of  similar  works  in  other  parts  of  the  United  Kingdom, 
which  will  afford  far  more  satisfactory  data  for  future  hy- 
draulic constructions,  than  any  experiments  on  a  smaller 
scale  can  possibly  do.  One  thing  only  is  wanting  to  render 
such  observations  complete,  as  far  as  they  regard  the  mor- 
tar of  new  wharf  or  dock  walls.  That  is  to  ascertain  the 
time  in  which  each  sort  of  mortar  sets,  in  the  center  of  such 
walls,  at  a  certain  distance  below  the  usual  level  of  the 
mass  of  water  acting  on  the  front  of  them.  For  this  pur- 
pose it  appears  to  me,  that  the  only  satisfactory  mode  will 
be  to  cut  a  small  opening  into  the  back  of  the  wall  for  about 
3  feet  in,  by  working  from  the  bottom  of  a  shaft  sunk  in  rear 
of  it.  Let  this  be  done  in  about  a  year  after  the  dock  has 
been  filled  with  water,  or  the  wharf  finished  ;  and  when  the 
state  of  the  mortar  has  thereby  been  examined,  let  the 
opening  be  filled  with  brickwork  and  cement.  If  the  mor- 
tar should  not  have  set  at  this  time,  similar  small  openings 
may  be  made  afterwards  for  the  same  purpose,  at  successive 
periods  of  not  less  than  6  nor  more  than  12  months,  until 
it  shall  have  set. 

(273)  In  objecting  to  the  use  of  mortar  made  of  any 
of  the  weak  hydraulic  limes,  such  as  the  Warmsworth  lime, 
which  appears  not  to  be  much  better  than  chalk  lime,  for 
the  whole  backing  of  walls  exposed  to  water  in  front,  and 
to  damp  earth  in  rear,  let  it  be  fully  understood,  that  I  do 
not  speak  in  the  spirit  of  criticism,  or  in  depreciation  of  the 
eminent  Engineers,  who  have  occasionally  adopted  this 
practice ;  for  I  should  have  done  the  same  myself  in  their 
place,  never  having  seen  any  objection  to  it,  until  after  the 
perusal  of  Mr.  Timperley's  valuable,  but  very  recent  paper. 
And  I  am  even  aware,  that  in  one  instance  at  least,  namely 
in  the  wall  of  tiie  London  Docks,  the  backing  of  which  was 
built  with  mortar  said  to  be  composed  of  2^  measures  of 
sharp  sand  to  1  measure  of  Dorking  lime,  this  sort  of 
mortar  proved  to  be  in  a  very  hard  and  satisfactory  state, 
when  part  of  the  wall  was  pulled  down  in  1828,  of  which  I 
was  myself  a  witness.  But  as  these  Docks  were  built  about 
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25  years  before  this  partial  demolition  took  place,  we  do 
not  know  how  long  the  mortar  may  have  taken,  to  acquire 
the  respectable  state  of  induration,  in  which  it  was  Ibund 
at  the  period  alluded  to.* 

(274)  But  it  the  practice,  \vhich  I  consider  as  having 
been  proved  to  be  generally  objectionable,  be  set  aside  for 
the  future,  and  the  system  ol"  protectin?  not  only  the  front 
but  the  back  also  of  every  such  wail  with  strong  hydraulic 
mortar,  such  as  cement  or  pu/zolana,  be  considered  essen- 
tial, it  may  be  remarked  that  the  curved  leanini;  revetments, 
usually  adopted  by  the  Civil  Engineers  of  this  country,  for 
the  prolilcs  of  their  dock  w  alls,  have  either  been  made  of  the 
uniform  thickness  ol  (J  feet  from  the  bottom  upwards,  or 
seldom  exceeding  S  feci  near  the  botfom,  and  G  feet  at  tojj, 
and  the  counterforts  usually  placed  at  clear  intervals  of  15 
feet  apart,  have  sometimes  been  made  3  feet,  and  never 
more  than  about  4h  feet  square. f     Hence  if  we  suppose 

•  The  facing:  mortar  of  lliis  dock,  wliicli  was  I  believe  plannr li  by  Mr. 
Rennie,  consisiled  of  1  nie.t^uic  of  Aberlhaw  lime,  J  measure  of  imzzolana, 
and  }'j  measure  of  sand,  being  precisely  the  <ainc  as  Face  moitar  No.  4, 
proposed  by  Smeaton  in  his  table  of  mortavs  (2>0;.  1  had  lliis  information 
from  31r,  Falmer,  Engineer  of  the  London  Dork  Company  in  IS2S.  who  was 
then  buildinz  a  new  ba^-in,  in  prepaiing  for  «hich,  part  of  the  old  wall 
alluded  to  was  taken  down. 

t  I'or  example,  the  Humher  Dock  wall,  planned  l»y  IMr.  Rennie,  is  32 
feet  high,  including  the  sione  coping,  with  a  comnve  exterior  slope  described 
by  an  arc  of  acircle,  of  \\hich  the  greatest  hoiizontal  ordinate  to  the  said 
absciss  of  32  feet  is  G  feet  S  inches.  The  foun<lation  of  the  wall  and  of  its 
counterforts  was  laid  out  in  an  inclined  plane,  higher  in  front  than  in  rear, 
which  in  profile  is  represented  by  a  line  converging  towards  the  center  of  the 
above-mentioned  arc.  This  plane  is  at  right  angles  to  the  sloping  piles 
previou-ly  driven,  consivtiii"  of  a  line  of  sheeting  piles  in  front,  and  of  two 
rows  of  common  piles  parallel  to  these,  at  central  intervals  of  about  3  feet 
apart,  except  where  theie  are  counterforts,  under  eacii  ol  whieh  tlieie  are 
2  more  piles  forming  a  fourih  row  at  unequal  intervals.  A  longitudinal 
waling  is  spiked  along  the  heads  of  the  sheeting  piles,  and  sleepers  upon  the 
beads  of  the  others,  supporting  transverse  close  planking,  upon  which  the 
foundation  ot  the  bricks oik  was  commenced. 

This  profile  proved  scarcely  strong  enough,  inasnuich  as  Mr.  Timperley 
observes,  that  even  before  the  walls  were  raised  to  their  full  height,  it  was 
found  that  they  'had   been  forced  forwaid  on  the  east  and  west  sides  near 

•  the  middle,  2  feet  from  a  straight  line,  carrying  the  foundation  piling  along 

•  with  them.'  These  appear  by  the  plan  to  be  the  longest  sides  of  the  Dock. 
'  As  a  security,  a  cpianlity  of  earth  about  10  feet  high  in  the  center, 
'  diminishing  gradually  to  0  feet  at  each  end,  was  immediately  laid  in  front, 
'  where  it  still  remain*.  A  length  of  the  upper  part  of  eacii  wall  was  also 
'  taken  down  and  rebuilt  in  a  straight  line.     Some  time  after  the  Dock  was 

•  finished,  the  water  having  been  drawn  down  to  within  13  feet  of  the  bottom, 
'  for  the  purpose  of  making  a  level  bed  for  the  counterbalance  weight  of  the 

•  gale  chains,    the   cast   wall   again   gave  way  a  little,   but  the  movement 

•  ceased  on  the  rising  of  the  tide.  TJic  circumstance  operated  a*  a  warning 
'  not  to  draw  the  water  so  low  in  future'  I  conceive  it  probable,  that  if 
the  walls  had  been  built  with  cement,  they  might  have  resisted  the  pressure 
of  earth,  to  which  with  common  lime  mortar,  they  were  evidently  unequal, 
txcept  when  that  pressure  wa>  counteracted  by  the  water  with  which  tb« 
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that  2  feet  of  the  wall  in  front,  and  2  feet  in  rear,  including 
the  hack  and  sides  of  the  countcitbits  are  to  be  built  Avith 
stroni:  hydraulic  mortar,  there  will  remain  so  small  a  space 
in  tl>c  center  of  the  wall  for  the  inferior  morlar,  that  a 
query  naturally  suggests  itself  whether  it  is  worth  \Ahile  to 
use  it  in  such  works  at  all.  I  think  not :  for  although  there 
can  scarcely  be  a  doubt,  that  inferior  hydraulic  mortar  will 
set  in  time  in  the  center  of  a  \\all,  when  protected  on  each 
side,  yet  there  are  objections  to  this  construction;  partly 
from  the  difliculty  of  bonding  the  work  properly  in  those 
parts,  where  the  clitlcrent  sorts  of  mortar  meet,  and  partly 
from  the  probability  of  unequal  settlements  taking  place, 
in  a  wall  built  of  inferior  and  consequently  very  slow  set- 
ting mortar  in  the  center,  and  of  superior  and  very  quick 
setting  mortar  on  each  side. 

(275)  Upon  the  whole  it  appears  to  me,  that  it  is  a 
much  sounder  principle,  to  build  the  entire  mass  of  every 
dock  or  wharf  wall  with  one  and  the  same  sort  of  hydraulic 
mortar  throughout,  which  may  either  consii-t  of  cement 
powder  measured  lightly  and  sand  in  equal  measures,  or 
of  blue  lias  lime  as  it  comes  from  the  kiln  and  sand,  in  the 
proportion  of  2  measures  of  the  latter  to  1  of  the  former ; 
or  if  any  inferior  lime  be  used,  let  it  be  ground  to  powder, 
and  mixed  \\ilh  puzzolana  also  ground,  in  equal  quantities 
of  1  measure  of  each,  both  measured  lightly,  to  which  let 

dock  was  filled.  A  similai  change  of  form,  but  of  less  importance,  took  place 
in  the  center  of  one  of  the  long  sides  of  the  great  basin  in  Sheerness  Dock- 
yard from  the  same  cause,  on  letting  out  the  water,  after  the  basin  had  been 
kept  for  some  time  full. 

The  wall  of  the  Junction  Dock  planned  by  Mr.  Walker,  is  also  a  curved 
leaning  revetment,  but  of  a  much  stronger  profile  than  (he  above,  though 
some  feet  lower,  having  its  height  or  absciss  equal  to  27  feet  G  inches,  and 
its  greatest  ordinate  or  extreme  slope  5  feet.  It  is  10  feet  thick  at  bottom 
from  whence  it  is  reduced  to  S  feet  "5  inches  by  footings  or  offsets  at  the 
height  of  2  feet;  and  from  thence  to  G  feet  at  top,  p;irlly  by  gradual  dimi- 
nution, and  partly  by  4  small  oflsets,  the  2  lowest  of  wiiich  are  placed  at  about 
two  thirds  of  the  height  of  the  wall,  and  the  others  3  feet  higher.  The  conn* 
terforts,  parallel  in  profile  to  the  back  of  wall,  and  with  similar  offsets 
opposite  to  the  former,  are  4  feet  G  inches  square  above  the  height  of  2  feet. 
The  foundations  are  oblique  and  supported  by  inclined  piles  driveu  at  a 
slope  of  2i  inches  per  foot.  There  are  four  rows  of  common  or  bearing 
piles,  the  first  not  far  from  the  front  of  the  wall,  the  fourth  under  the  backs 
of  the  counterforts,  with  the  intermediate  rows  at  equidistant  transverse  cen- 
tral intervals  of  4i  feet  apart,  bnt  longitudinally  they  are  only  3  feet  apart. 
The  fourth  is  not  a  continued  row  like  the  others,  there  being  only  3  piles 
under  each  counterfort.  Before  the  first  row  of  those  piles  and  connected 
to  it  by  an  intermediate  walinc,  a  line  of  sheeting  piles  has  been  driven  under 
the  whole  front  of  the  foundation.  Transverse  half  timbers  and  over  them 
longitudinal  planks  are  fixed  over  the  heads  of  the  piles,  forming  a  sort  of 
grating,  below  which  18  inches  of  brick  rubbish  grouted  was  laid  in  the 
intervals  between  the  piles,  as  the  commencement  of  the  foundation,  and  a 
similar  concrete  was  laid  at  the  foot  of  the  wall  and  covered  with  earth. 
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1  or  at  the  utmost  2  measures  of  sand  be  added.*  Excejjt 
in  workin<;  with  cement  mortar,  the  outer  joints  will  in 
process  ol'  time  be  washed  out  or  deteriorated  for  some 
little  way  in,  which  must  happen  in  wharfs  executed  by 
tidework.  In  this  case  it  is  best  to  wait  till  the  defect 
gradually  takes  place,  at  which  period  the  wall  will  also 
have  settled  its  utmost,  and  then  let  the  damaj^ed  mortar 
be  raked  out,  and  the  joints  pointed  with  cement.  In  simi- 
lar dock  walls  built  by  means  of  cofl'erdams,  let  the  pointing 
of  the  external  joints  with  cement  be  executed  just  before 
these  dams  are  removed,  at  which  period  in  all  probability 
the  full  or  final  settlement  of  w alls,  built  as  supposed  with 
blue  lias  lime  mortar,  or  with  the  mortars  of  weaker  limes 
and  puzzolana,  will  have  taken  place;  because  the  quick 
setting  properties  of  these  mortars  put  an  end  to  this  process 
much  sooner  than  in  common  mortars,  composed  of  weak 
hydraulic  limes  or  of  common  chalk  lime  and  sand  alone. 

(276)  For  my  part,  1  consider  good  cement  as  allording 
the  most  perfect  sort  of  mortar  for  all  walls  of  the  descrip- 
tion now  under  discussion,  and  this  opinion  is  borne  out  by 
Mr.  Timperley's  description  of  the  only  part  of  the  works 
of  Hull  where  cement  was  used,  namely  in  a  slip  for  re- 
pairing the  mud  boats  and  the  lock  gates,  which  was  built 
in  1829  on  the  west  side  of  the  entrance  basin,  abutting  upon 
the   Humber.      He  remarks  that    'the   coping  and   front 

*  brickwork  of  this  slip  w ere  set  with  Parker's  cement  and 

*  sharp  fresh  w  ater  sand  in  equal  proportions,  and  although 

*  exposed  to  the  waves  and  swell  of  the  Uuraber,  have  stood 
'  hitherto  with  scarcely  a  failing  joint.' 

HASTY  EXPERIMENTS  ON   VARIOUS  LIMES,  LIME  MORTARS, 
AND  PUZZOLANA  MOUTARS. 

(277)  After  having  become  convinced  of  the  superior 
accuracy  of  experimenting  upon  the  strength  of  cement  by 

•  Mr.  Stevenson  was  inihiced  from  his  experiments  on  a  small  scale,  to 
form  an  opinion  that  no  mixture  of  puzzolana  and  sand,  with  any  common 
lime  whatever,  would  make  a  good  hydraulic  cement,  and  Iherefoie  he  used 
Aberthaw  lime  which  was  much  stronger,  and  which  if  protected  at  the 
surface  hy  cement,  would  have  set  without  any  puzzolana  at  all.  I  think  it 
probable,  that  his  mode  of  experimenting,  like  that  which  I  adopted  myself 
ot  first,  must  have  been  rather  too  severe  a  trial  of  the  hydraulic  properties 
of  mortars,  for  my  own  more  recent  experiments  at  Chatham,  tried  in  a 
diflerent  and  less  rigorous  mode,  establish  the  fact  of  puzzolana  communi> 
eating  the  important  property  of  setting  under  water  to  common  chalk  lime, 
and  Mr.  Timperley's  reports  upon  the  works  at  Hull,  prove  in  a  more 
decisive  manner,  that  a  smaller  proportion  of  puzzolana  than  I  would  myself 
recommend,  imparts  the  same  valuable  property  to  the  Warmsworth  lime, 
vrliicb  from  bis  description  I  consider  to  be  very  little  superior  to  chalk  lime. 
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the  double  process  of  breaking  it  down  in  square  prisms, 
and  of  tearing  it  asunder  in  the  joints  of  stone  bricks  united 
by  it  in  pairs,  1  became  anxious  to  apply  the  same  system 
to  limes  also,  and  accordingly  caused  a  similar  series  of 
experiments  to  be  tried  upon  the  blue  lias  lime  and  com- 
mon chalk  lime,  both  in  the  state  of  hydrates  or  putties, 
and  as  mortars,  with  and  without  puzzolana;  and  also 
upon  the  Hailing  lime  and  its  mortars,  but  not  with 
puzzolana.  Not  being  able  to  afford  the  time  usually 
supposed  necessary,  for  such  experiments,  for  which  a 
period  of  12  months  has  generally  been  allowed,  I  should 
have  suppressed  thenijifthey  had  not  developed  some  remark- 
able circumstances  respecting  the  properties  of  limes  and 
mortars,  which  1  could  not  have  anticipated,  either  from 
my  own  former  observations,  or  from  those  of  other  writers. 

TABLE  XII.  COMPARATIVE  RESISTANCE  OF  VARIOUS  LIMES, 
LIME  MORTARS  AND  PUZZOLANA  MORTARS,  FORMED  INTO 
SQUARE  PRISMS,  OF  THE  SAME  DIMENSIONS  ASTHESMALL 
ARTIFICIAL  STONES  BEFORE  EXPERIMENTED  UPON. 


Lime  ini:asured  in  Paste, 

Age 

Weiglit 

Resistance  estimated  bj  the  breaking 

Aver- 
age re- 

P denoting  Puzzolana  in 

Kl 

per 
cubic 

weight 

,  in  lbs,   in  several   successive 

sist- 

Powder, and  S  Sand. 

days. 

tool. 

Experiments. 

ance, 
in  lbs. 

Ms 

.... 

328 

.... 

.... 

.... 

•  ? 

Blue  Lias  (Hydiate).. 

"77 

116 

'  86 

119 

.... 

•  •  f 

142 

G4 

128 

77 

.... 

.... 

•  •  ) 

124 

209 

175 

189 

..  S 

Blue  Lias   1,  S  2   .... 

107 

115 

96 

157 

1,  S  3   .... 

IG 

101 

117 

117 

161 

123 

142 

132 

l,Pl.... 

S  15 
i  19 

100 
80 

109 
75 

100 
91 

140 



..  S 

103 

1,P2   .... 

15 

94 

159 

200 

179 

133 

136 

161 

1,  PI,  SI 

W5 
<19 

114 

90 

168 
59 

172 
124 

184 

.... 

..  s 

141 

1,P  ],  S2 

15 

109 

133 

105 

109 

V2V 

117 

118 

1,P  I,  S3 

15 

108 

103 

102 

107 

123 

147 

116 

Hailing  Lirae(Hydiate) 

S  14 
I  15 

63 
71 

35 

47 

51 

57 

49 
42 

35 

45  ) 

45 

Hailing  Lime  1,  S  2   .. 

S  )5 
t  15 

111 
118 

29 

48 

35 
46 

36 
127 

21 

21  i 

45 

1,  S3   .. 

S  15 
(  15 

98 
118 

64 
59 

51 

56 

98 
63 

50 

56  J 

62 

Chalk  Lime  (Hydrate) 

S  14 
(  34 

G3 

43 

52 

21 

20 

35 

.... 

34 

ChalkLime  I,  S  2  .... 

14 

106 

42 

39 

43 

97 

76 

59 

1,  S3    ... 

15 

120 

49 

85 

71 

61 

39 

61 

1,P1    .    .. 

15 

84 

219 

270 

186 

123 

179 

195 

1,P2    .... 

15 

92 

180 

142 

152 

130 

179 

157 

1,  P  1,  S  1 

15 

107 

214 

215 

188 

180 

189 

197 

1,  PI,  S2 

15 

111 

109 

88 

83 

91 

102 

93 

1,P1,  S3 

15 

104 

75 

68 

107 

65 

56 

74 
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TABLE  XIII.  COMPARATIVE  ADHESIVENESS  OF  VARIOUS 
LIMES.  LIME  MOKTAUS  AND  PUZZOLANA  MORTARS  TO 
PORTLAND  STONE,  WITH  THEIR  CO.MPARATIVE  RESIST- 
ANCE ALSO,  REPEATED  FROM  THE  PRECEDING  TABLE. 


Aver- 

Aver- 

Lime measured  iu  Paste, 

Age 

Adhesiveness   estimated    by 

the 

.ise  ad- 

age  re- 

P  denoting    Puzzolaiia  in 

iu 

fracturing  wcigiil,  in  lb«,  in 

seve- 

iiesive- 

sist- 

Powder,  and  S  Saod. 

djjs. 

ral  successive  Expeiiine.its. 

ness 
1.1  lt>*. 

auce. 

4bl 



•   •   •   • 

..  ^ 

Blue  Lias  (Hydrate).. 

055 

419 

450 

413 

"  ( 

460 

142 

33S 

...• 

.... 

.... 

•'   J 

Blue  IJas  1,  S  2   .... 

1 10 

.300 
330 

534 
473 

1*54 

.... 

:.\ 

499 

157 

1,  S3   .... 

1.5 

448 

557 

422 

419 

557 

481 

132 

..         1,P1    .... 

500 
304 

054 

490 

579 

;:( 

519 

103 

1,  P  2 

I  10 

007 
3S4 

988 

C85 

310 

■:.\ 

596 

161 

..         1,  PI,  SI 

S  13 

845 
2S0 

221 

078 

027 

530 

141 

1,  PI,  S2 

IG 

499 

445 

S35 

400 

443 

526 

118 

1,  Pi,  S3 

15 

052 

037 

027 

029 

oso 

040 

110 

HaHingLime(Hvdrate) 

IC 

333 

109 

412 

436 

2-21 

308 

45 

Hailing  Lime  1,'S2  .. 

IC 

333 

247 

288 

284 

377 

300 

45 

1,S3.. 

16 

303 

358 

352 

379 

277 

334 

62 

Chalk  Lime  (Hvdrate) 

17 

400 

221 

757 

275 

275 

386 

34 

ChalkLimel,  S2   .... 

17 

3SG 

238 

305 

330 

221 

308 

59 

1,  s  a 

17 

200 

317 

303 

202 

275 

2S3 

61 

1,  P  1    .... 

17 

407 

277 

450 

329 

300 

372 

195 

1,  P2   .... 

17 

305 

450 

3UI 

029 

300 

422 

157 

1,  PI,  S  1 

17 

310 

Oil 

254 

044 

477 

459 

197 

1,  PI,  S2 

10 

410 

221 

54  5 

433 

501 

422 

93 

1,  P  1,  S3 

10 

295 

359 

359 

250 

400 

334 

74 

(278)  From  the  above  experiment.-;  on  lime  and  lime 
mortars  combined  wKli  tho.se  previously  tried  on  cement, 
the  rolh)wing  inferences  may  be  drawn,  which  generally 
confirm  but  occasionally  disprove  the  opinions  before  ad- 
vanced by  me,  from  less  copious  and  direct  evidence,  and 
which  also  diiVer  in  .several  points  from  received  opinions. 

First.    Of  the  effects  of  Sand  ^-  of  Puzzolana  on  Cement. 

Sand  in  all  cases  diminishes  the  strength  of  cement, 
whether  as  estimated  by  its  adhesiveness,  its  resistance,  or 
its  water  setting  powers.  Puzzolana  is  still  more  injurious 
to  it  than  sand,  as  we  found  by  a  .series  of  expcrimcnls  tried 
by  us  to  ascertain  this  point,  which  w ill  afterwards  be  more 
particularly  noticed.  In  short  every  extraneous  substance, 
excepting  the  carbonate  of  magnesia,  w  hich  is  far  too  ex- 
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pensive  to  use  for  builtling  purposes  in  this  country,* 
injures,  and  when  added  in  a  certain  excess,  entirely  ruins, 
cement. 

(279)  Secondhj.  Of  lite  effects  of  Sand  on  common 
Chalk  Lime  or  weak  Hydraulic  Limes,  such  as  Ualiing 
Lime. 

Sand  appears  rather  to  diminish  the  adhesiveness  of 
Chalk  lime,  but  sli<;htly  to  increase  thai  of  Hailing  lime, 
in  either  case  the  ditl'erence  bein.!,  insignilicant.  Its  cflect 
upon  their  resistance  is  more  marked,  especially  upon  that 
of  chalk  lime,  wliich  it  nearly  doubles,  whilst  it  only  in- 
creases that  of  Hailing-  lime  by  about  one  half. 

Thirdly.  Of  the  effects  of  Sand  on  strong  Hydraulic 
Limes,  snv.h  as  the  Blue  Lias. 

It  appears  to  increase  both  their  adhesiveness  and  tlieir 
resistance  in  a  slight  degree,  and  the  blue  lias  does  not  seem 
to  be  materially  injured  l)y  mixing  it  with  more  than  twice 
its  volume  of  sand,  contrary  to  our  former  opinion  (26) 
which  was  chiefly  derived  irom  the  apparent  shortness  of 
the  morlar  made  with  3  measures  of  sand  to  1  of  lime, 
whicli  mode  ol  judging  by  t!ie  eye  alone  was  mere  guess 
work,  compared  with  the  accuracy  of  those  experiments  in 
Table  Xlll,  by  wliich  il  has  been  so  far  disproved,  that 
although  a  mixture  of  2  of  sand  to  I  of  blue  lias  still 
appears  to  make  the  best  mortar,  yet  3  to  1  does  not  spoil 
it,  as  we  (brmerly  believed. 

Fourthly.     Hemarks  on  the  use  of  Sand  generally. 

Though  sand  deteriorates  cement  in  every  respect,  yet 
a  moderate  proportion  of  it  is  always  used  lor  the  sake  of 
economy,  except  under  critical  circumstances  in  very  im- 
portant works ;  and  as  sand  is  much  cheaper  even  than 
lime,  it  is  proper  always  to  build  with  mortar,  notvvithnett 
lime,  for  the  same  reason  ;  since  although  it  produces  very 
little  efiect  upon  the  adhesiveness  of  limes,  yet  it  generally 
adds  to  their  resistance,  which  is  a  very  important  property. 

(280)  Fijlhly.  Of  the  effects  of  Fuzzolana  on  com- 
mov  Chalk  Lime. 

Puzzolana  communicates  to  common  chalk  lime  the 
important  property  of  setting  under  water  (255).  It  also 
appears  to  increase  the  adhesiveness  of  common  chalk 
lime,  but  very  moderately,  when  mixed  with  it  in  the  pro- 

•  In  one  part  of  India  it  is  so  aljnnilant  and  consequently  cheap,  that 
Mr.  J.  Macieod,  a  Surcieon  in  the  Hon.  East  India  Company's  Service,  who 
had  discovered  its  cement  properties  in  India  as  I  did  in  tliis  country  (106), 
unknovvu  to  eacli  other,  recommended  the  Government  of  Madras  to  use  it 
as  a  cenient  in  their  public  works  (See  the  Appendix). 
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portion  of  2  measures  of  puzzolana  powder  to  1  of  lime 
paste  :  but  it  increases  the  resistance  ot  this  lime  in  a  most 
extraordinary  degree  nearly  sixfold,  rendering  it  in  17  days 
nearly  double  of  the  resistance  of  the  best  concretes  and 
mortars  made  of  the  same  lime  mixed  w  ith  gravel  and  sand 
alone,  though  from  8  to  12  months  old  or  upwards,  as  will 
be  seen  by  comparing  our  last  experiments  recorded  in 
Tables  XH  and  XIII,  with  those  of  Tables  VI  and  VII. 
I  suspect  that  the  resistance  of  limes  and  mortars,  uhich 
depends  upon  their  hardness,  and  on  the  tenacity  of  their 
particles  or  component  parts,  is  at  the  same  time  a  test 
of  their  water  setting  properties,  and  therefore  that  the 
remarkable  inferiority  of  the  resistance  of  common  chalk 
lime,  or  of  any  pure  lime,  is  the  cause  of  these  limes  going 
to  pieces  so  much  sooner  under  water  than  any  other,  when 
exposed  to  immediate  immersion.  I  suspect  also  that  chalk 
lime  mortar,  which  will  never  set  under  water,  rather  dries 
than  indurates  in  air;  for  the  experiments  recorded  in  Table 
XIII,  compared  with  those  of  Table  IV  (193),  appear  to 
prove  the  very  extraordinary  fact,  that  chalk  lime  mortar, 
at  least  in  small  joints  like  those  of  single  bricks,  acquires 
as  much  adhesiveness  in  2  or  3  weeks,  as  it  is  capable  of 
attaining  in  20  or  30  years.  However  paradoxical  this 
may  appear,  such  is  the  inference,  that  may  be  drawn  from 
those  experiments;  and  if  it  be  erroneous,  there  is  no  mode 
of  accounting  for  it,  otherwise  than  by  supposing  that  the 
old  mortar  may  have  been  shaken  in  the  joints  in  cutting  it 
out  of  the  wall,  or  in  forming  the  mortises  for  the  nippers, 
by  which  it  was  torn  asunder.  I  apprehend,  however,  that 
the  maximum  strength  of  chalk  lime  mortar  or  of  any 
common  lime  mortar  is  very  moderate  indeed,  and  that  the 
superior  hardness  generally  ascribed  to  old  mortars,  is 
more  often  a  skin  at  the  surface,  than  uniform  throughout.* 

Sixthly.  Of  the  effects  of  Puzzolana  on  common  Chalk 
Lime  mixed  with  Sand. 

Puzzolana  being  much  more  expensive  than  lime,  the 
greatest  proportion  of  it  used  in  making  mortar  is  1  measure 
of  puzzolana  powder  to  1  of  lime,  combined  with  various 

•  Tiiere  is  an  old  Priory  at  Dover,  now  in  ruins,  supposed  to  liave  been 
built  in  the  reign  of  Henry  the  1st,  the  mortar  of  which  appeared  to  ine 
to  be  much  stronger  than  any  I  had  ever  seen,  lor  I  was  obliged  to  borrow 
blacksmiths'  tools  from  a  forge  opposite,  to  break  the  surface.  Afterwards 
I  requested  Colonel  Arnold  to  have  a  compact  piece  of  about  a  cubic  foot  of 
this  old  masonry  cut  off,  and  sent  to  me  by  coach,  on  receiving  which,  I 
found  that  the  inside  of  it  had  no  pretensions  to  any  very  extraordinary 
hardness-  The  lime  used  for  this  mortar  must  probably  have  been  the 
Kentish  Rag  stone,  as  it  seems  superior  to  Chalk  lime. 
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proportions  of  sand,  for  which  Smeaton's  rule  that  the 
latter  shall  not  exceed  2  measures,  when  the  lime  alone 
without  puzzolana  will  bear  3  measures  of  sand,  is  proba- 
bly the  most  judicious.  By  our  experiments  it  appears 
that  1  measure  of  sand  added  to  1  of  puzzolana  powder 
and  1  of  chalk  lime  paste,  produces  the  strongest  puzzo- 
lana mortar  with  that  species  of  lime;  that  one  more  measure 
of  sand  in  addition  diminishes  the  adhesiveness  of  this 
mortar,  in  a  moderate  degree  not  exceeding  10  per  cent,  but 
that  it  diminishes  its  resistance  by  60  per  cent,  which  may 
be  very  injurious  to  the  mortar,  especially  if  used  under 
water ;  and  therefore,  so  far  as  our  present  hasty  and  by 
no  means  numerous  series  of  experiments  may  be  relied 
upon,  this  increase  of  sand  appears  by  no  means  advisable. 

Sevenihlif.  Effects  of  Puzzolana  upon  the  weaker 
Hydraulic  Limes,  such  as  the  Hailing  Lime,  S^c. 

Puzzolana  must  no  doubt  produce  the  same  favourable 
effect  upon  these  limes  as  it  does  upon  chalk  lime,  and  in 
building  under  water  with  any  of  them,  it  would  not  be 
prudent  to  dispense  with  the  use  of  it,  as  has  been  proved 
by  the  example  of  the  mortar  of  the  Docks  at  Hull,  which 
was  bad  or  imperfect,  except  in  those  parts  where  puzzo- 
lana had  been  added  to  it  (261).  The  Hailing  lime  of  this 
neighbourhood,  though  superior  to  any  of  the  limes  used  at 
Hull,  is  not  capable  of  resisting  immediate  immersion,  as 
may  be  seen  in  the  wharf  of  the  limeworks  at  Hailing,  and 
in  the  wharf  wall  adjacent  to,  and  connected  with  the  new 
Baths  at  Rochester,  in  both  of  which,  being  exposed  to  the 
Mcdway  during  part  of  every  tide,  the  mortar  has  been 
washed  out  of  the  external  joints  for  about  an  inch  in  depth, 
in  the  course  of  a  few  years. 

Eighthly.  Effects  of  Puzzolana  upon  a  strong  Hy- 
draulic Lime,  such  as  the  Blue  Lias. 

Puzzolana  appears  to  increase  the  adhesiveness  of  blue 
lias  lime,  and  when  added  in  the  proportion  of  2  measures 
of  puzzolana  powder  to  1  of  lime,  it  increases  its  resistance 
also,  but  for  the  reason  before  stated,  1  of  puzzolana  to  1 
of  lime  would  be  the  utmost  proportion  of  the  former  ingre- 
dient, that  could  be  recommended  in  practice.  When 
to  the  last  quantities  of  these  two  important  ingredients 
are  added  1,  2  and  even  3  of  sand,  the  adhesiveness 
is  still  increased,  apparently  in  contradiction  to  Smeaton's 
rule,  for  as  our  experiments  with  blue  lias  lime  and  sand, 
recorded  in  the  same  table  XIII,  proved  that  this  lime 
makes  good  mortar  with  3  measures  of  sand,  it  ought  ac- 
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cording  to  Smcaton  when  mixed  witli  1  measure  of  puzzo- 
lana  to  bear  only  2  measures  of  sand.  Upon  the  whole 
puzzolana  appears  to  increase  both  the  adhesiveness  and 
resistance  of  the  blue  lias  lime,  but  in  such  a  moderate 
dec^ree,  as  to  render  it  doubtful  whether  it  is  ^\orth  while  to 
use  it  at  all,  w ilh  any  lime  passcssins  such  very  powerful 
hydraulic  ])ropcrties,  unless  its  price  should  become  as  low 
as  that  of  the  lime  itself,  which  can  never  be  the  case  in  this 
country. 

(281)  General  Remarks  on  the  above.  Having  had  suffi- 
cient experience  of  the  inexpediency  of  forming- definitive  con- 
clusions from  a  limited  numl)er  of  experiments,  I  think  it 
possible  that  the  averau,c  results  of  those  contained  in 
Tables  XI T  and  XTII,  miirlit  be  altcied  or  modified  by 
trying  a  much  frveater  numl)er,  especially  with  a  dillercnt 
mode  of  measurinu:  the  lime,  (or  J  found  reason  soon  after- 
wards to  doubt,  whether  the  measurement  in  paste,  which 
I  thought  I  had  good  reason  for  adopting,  and  wJiich  had 
also  been  previously  used  by  M.  Vicat  and  General  Treus- 
.sart  in  France  for  experimental  pur])oses,  was  (juite  so 
accurate  as  I  had  imagined,  '.rhis  doubt  occurred  in  the 
course  of  a  new  scries  of  experiments  next  tried  by  me,  in 
order  to  comi)are  the  above  with  three  other  modes  of  mea- 
suring lime,  that  have  been  used  for  practical  purposes  in 
this  country,  in  hopes  of  fixing  something  definite  in  respect 
to  lime  measure  ;  it  being  evident,  that  the  produce  of  the 
same  quantity  of  quicklime  from  the  kiln,  may  contract  or 
dilate  into  much  smaller  or  greater  apjiarent  quantities,  if 
alterwards  n>easured  by  discordant  modes  and  in  dilVcrent 
stales.  This  comparison,  if  attainable,  a])pearcd  to  be  of 
great  importance,  for  without  some  satislactory  mode  of 
distinguishing  real  from  nominal  quantity,  the  experiments 
or  practice  of  one  Engineer  or  Architect  cannot  be  of  any 
use  to,  nor  even  understood  by  another,  who  measures  his 
lime  by  a  difl'crent  mode,  and  in  a  diflbrent  state. 

or  THE  UNCERTAINTY  OF  MEASURE,  AS  AN  ESTIMATE  OF 
ACTUAL  QUANTITY,  IN  SUCH  SUBSTANCES  AS  COALS  AND 
LIMES, 

(282)  About  six  years  ago,whilst  investigatingthe  subject 
ofmeasures  and  weights,  I  ascertained  that  the  measurement 
of  all  solid  substances  sold  in  lumps,  easily  broken,  and  not 
spoiled  by  breaking,  such  as  coals  and  (luicklime  is  liable 
to  considerable  uncertainty.  For  example,  1  found  by  ex- 
periment, that  when  one  cubic  foot  of  solid  coal  was  broken 
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into  30  pieces,  and  these,  together  with  the  rubbish  and  dust 
produced  in  the  breakins:,  were  thrown  into  a  cubic  foot 
measure,  the  same  quantity  in  this  slate  occupied  21  cubic 
feet  of  fair  level  measure.  On  l)reaking-  the  pieces  into 
still  smaller  ones  300  in  number,  Mliich  produced  a  greater 
proportion  of  rubbisli,  they  filled  l^'  cubic  foot:  but  on 
pounding  them  entirely  into  rubbish  and  dust,  they  only 
tilled  I5  cul>ic  iV>ot.  In  all  these  states  the  real  quantity  of 
coal  was  tlie  same,  though  the  estimates  of  it  by  measure 
were  so  very  di  lie  rent;  besides  which  1  also  found,  that  a 
compact  10-cubic-feet  measure  contained  a  greater  quantity 
by  about  5  per  cent,  than  ten  times  the  contents  of  a  cubic 
foot  measure  of  coals,  in  pieces  of  the  same  average  size. 
Upon  the  whole,  although  the  practice  of  coal  measure  then 
sanctioned  by  law,  for  all  England  except  the  metropolis 
and  its  vicinity,  did  not  admit  of  the  apparent  quantity  pur- 
chased at  one  place,  being  doubled  by  breaking  w  hen  sold 
at  another,  as  was  the  case  in  those  experiments,  which  I 
purposely  tried  under  extreme  circumstances ;  yet  as  the 
merchants  purchased  their  coals  in  very  large  lumps,  by  the 
North  Country  chaldron  of  53  cwt,  which  was  estimated  at 
2  legal  imperial  chaldrons,  though  in  reality  rather  more; 
and  as  tliese  were  usually  broken  smaller  in  the  voyage  for 
the  purpose  of  increasing  their  apparent  quantity,  when 
measured  by  so  small  a  vessel  as  the  heaped  imperial 
bushel,  which  was  the  only  mode  of  measurement  then  used 
in  the  sale  of  coals  to  the  public;  1  telt  myself  warranted  in 
staling  after  having  taken  every  pains  to  investigate  the 
subject,  that  the  quantity  of  coals,  weighed  when  shipped, 
and  entered  officially  at  the  Custom  House  of  JSewcastle, 
as  G  North  Country  chaldrons,  and  estimated  by  law  as 
being  equivalent  to  12  imperial  chaldrons,  might  afterwards 
be  measured  and  sold  in  the  South  of  England  for  15  or  IG 
imperial  chaldrons.* 

•  Accordingly  I  suggested  in  a  little  work  published  by  me  in  1834, 
entitled  '  Observations  on  the  Expediency  and  Practicability  of  simplifying 
*  and  improving  the  Measures,  Weiglits  and  Money  used  in  this  Country, 
'  without  materially  altering  the  present  Standards,'  that  the  sale  of  coals 
by  measure  should  be  prohibited  throughout  the  whole  British  Empire,  as 
being  liable  to  great  uncertainty  and  consequently  to  erroi-  and  frauds,  to 
llie  equal  prejudice  both  of  the  public  and  of  the  conscientious  coal  mer- 
chant ;  and  that  they  should  be  sold  exclusively  by  weight,  according  to  the 
practice  which  had  some  years  before  been  established  by  law,  I  believe  at 
first  as  an  experimental  measure  only,  for  London  and  its  immediate  vicinity, 
in  consequence  of  the  recommendation  of  a  Parliamentary  Committee,  who 
had  previously  investigated  Ibis  important  subject,  before  I  took  it  into  consi- 
deration at  all ;  so  that  I  claim  no  further  credit  from  my  own  experiments 
on  the  measurement  of  Coals,  than  having  confirmed  the  judicious  views  of 
that  Committee.     This  beneficial  measure  was  afterwards  extended  by  Act 
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(283)  The  same  uncertainty  of  measure  applies  to  lime, 
but  not  in  so  great  a  dcfiree,  lor  the  lumps  ol  lime  from  the 
same  kiln  are  always  of  one  uniform  size  nearly,  it  being 
necessary  for  the  convcniency  of  burning,  that  all  large 
masses  of  lime  stone  must  previously  be  broken  into  pieces 
not  larger  than  3  or  4  to  the  cubic  foot,  before  they  are  put 
into  a  ilame  kiln,  and  into  pieces  of  about  200  to  the  cubic 
foot  for  a  common  kiln.  Originally  lime  was  always  mea- 
sured in  baskets,  and  sold  by  a  quantity  termed  the  Hundred, 
probably  meaning  100  pecks,  as  I  ascertained,  not  without 
some  trouble,  that  the  contents  of  25  bushel  baskets  of  Win- 
chester measure  not  heaped  were  formerly  served  out  for 
that  quantity,  which  it  has  since  become  more  usual  to  mea- 
sure in  a  larger  basket  of  18  to  the  hundred.*  But  to  save 
the  troul)le  of  measuring  by  one  basket  full  at  a  time,  the 
principal  builders  ol  the  metropolis,  rejecting  this  tedious 
process,  have  lor  many  years  past  agreed  with  the  lime 
dealers,  to  accept  the  contents  of  a  cubic  yard  measure 
raised  one  inch  higher  than  the  top,  as  an  equivalent  for  the 
hundred  of  lime  :  and  by  degrees  this  unintelligible  term  is 
wearing  out,  the  cubic  yard  adopted  in  lieu  of  it  being  now 
more  generally  used,  not  only  for  the  measure  but  to  desig- 
nate quantity. 

(284)  If  lime  like  coals  were  a  necessary  of  life,  and 
consequently  sold  every  day  by  retail,  the  same  quantity  if 
purchased  by  a  large  measure  such  as  the  cubic  yard,  when 
afterwards  sold  by  a  much  smaller  measure,  such  as  the 

of  Pailiamnnt  to  the  whole  kingdom,  though  strongly  opposed  by  persons 
ignorant  of  the  subject,  or  having  an  interest  opposed  to  change,  who  in 
their  evidence  before  successive  Parliamentary  Conimittees  on  \\  eights  and 
Measures,  pretended  that  the  weight  of  coals  migiit  be  so  much  increased 
by  wetting  them,  that  this  mode  of  sale  would  be  more  uncertain  and  more 
liable  to  fraud,  than  the  system  of  measurement.  On  the  contrary,  other 
experiments  also  tried  by  me  with  the  greatest  care,  and  recorded  in  tlie 
same  treatise,  bad  fully  proved  the  entire  fallacy  of  this  objection  ;  for  I 
found  that  coals  are  not  only  less  ca|iabie  of  imbibing,  but  also  that  they 
are  less  retentive  of  moisture,  as  they  shake  it  off  sooner,  than  almost  any 
other  substance.  When  kept  72  hours  under  water  and  weighed  immedi- 
ately, coals  of  a  marketable  quality  nnd  size,  only  gained  4  per  cent  of 
additional  weight,  though  dripping  wet  at  the  time,  in  which  state  no  person 
who  hud  to  pay  by  weight  would  purchase  them  at  all.  But  when  moistened 
to  such  a  moderate  degree,  as  would  not  strike  the  eye  at  once  and  disgust 
a  customer,  coals  of  the  same  description  only  gained  from  1  to  2  per  cent  of 
additional  weight,  which  is  a  mere  trifle  compared  witli  the  abuses  to  which 
measurement  was  liable,  for  as  I  said  before,  coals  purchased  in  itmips  of 
one  size  by  one  measure,  and  sold  in  lumps  of  a  smaller  size  by  a  much 
smaller  measure,  may  gain  25  or  even  30  per  cent  of  apparent  quantity. 

•  This  larger  basket  was  afterwards  adopted,  for  the  convcniency  of  carry- 
ing the  proper  contents  of  the  heaped  Imperial  bushel,  when  it  was  made 
the  only  legal  measure  of  coals,  without  the  risk  of  a  part  falling  out. 
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last  mentioned  basket  containins?  Ih  cubic  foot,  would  dilate 
into  a  larger  apparent  quantity,  by  filling  19  or  20  such 
baskets,  to  the  prejudice  of  the  retail  purchaser,  who  would 
only  be  allowed  18  to  the  cubic  yard,  this  being  the  just 
proportion,  which  the  capacity  of  the  smaller  actually  bears 
to  that  of  the  larger  of  those  two  measures.  But  as  lime 
in  small  quantities  is  so  seldom  required,  that  the  sale  or 
measurement  of  it  by  retail  is  not  an  object  of  any  public 
importance,  it  may  be  observed,  that  the  mode  of  measure- 
ment by  the  cubic  yard,  now  in  general  use  in  wholesale 
dealings,  aft'ords  a  sufficiently  fair  average  estimate  of 
actual  quantity,  and  is  liable  to  as  little  uncertainty  as  can 
reasonably  be  expected  ;  for  in  using  so  large  a  measure, 
there  is  no  temptation  for  the  lime-burner  to  break  even  his 
flame-burned  lime  into  smaller  pieces.  On  the  contrary  it 
has  been  found,  that  by  so  doing  he  would  not  increase  but 
diminish  the  apparent  quantity,  to  his  own  loss.  Accord- 
ingly the  builder,  in  purchasing  his  lime  in  lumps  by  the 
cubic  yard,  may  depend  upon  receiving  nearly  the  same 
average  quantity  of  the  same  sort  of  lime  from  the  same 
kiln.  In  purchasing  different  sorts  of  lime  burned  in  dif- 
ferent kilns,  the  quantities  of  each  contained  in  a  cubic  yard 
will  not  always  be  equal,  but  they  will  be  proportional,  and 
I  believe  that  the  difference  will  scarcely  exceed  10  per 
cent,  the  excess  of  real  quantity  being  in  favour  of  the  small 
pieces  or  kiln-burned  lime,  about  9  cubic  yards  of  which 
will  contain  as  much  lime  as  10  cubic  yards  of  the  same 
sort  of  lime,  when  burned  in  a  flame  kiln. 

FOUR  MODES  OF  MEASURING  LIME.  EXPERIMENTS  TO  AS- 
CERTAIN THE  SPACES,  OCCUPIED  BY  THE  SAME  QUANTITY 
OF  LIME  FROM  THE  KILN,  MEASURED  IN  THE  FOUR  DIE- 
FERENT  STATES,  TO  WHICH  THOSE  MODES  APPLY. 

(285)    First  mode,  in  Lumps  as  it  comes  from  the  Kiln. 

This  is  the  usual  mode  of  measuring  lime,  which  if  any 
large  compact  measure  such  as  one  containing  a  cubic  yard, 
or  even  10  cubic  feet  only  be  used,  will,  as  has  just  been 
explained,  always  afford  a  tolerably  fair  estimate  of  quantity 
or  of  proportional  quantity ;  not  so,  if  a  much  smaller 
measure,  such  as  any  of  the  common  lime  baskets  be  used. 
The  former  being  the  mode  of  measurement  always  under- 
stood, if  nothing  be  said  to  the  contrary  (9),  whenever  a 
builder  proposes  to  tender  for  executing  a  work  by  contract, 
in  which  the  specification  requires  the  mortar  to  be  made  of 
3  parts  of  sand  to  1  of  lime,  he  calculates  the  whole  quan- 
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tity  necessary,  and  estimates  the  expense  of  it,  in  the  pro- 
portion of  3  cubic  yards  of  sand  to  each  cubic  yard  of  lime, 
according  to  the  current  prices  of  these  articles  at  the  time 
being,  as  delivered  on  the  spot ;  and  afterwards  in  the  exe- 
cution of  the  work,  it  is  fully  understood,  that  these  ingre- 
dients are  to  be  mixed  in  the  above  proportion  as  nearly 
as  possible,  in  making  the  mortar. 

(280)     Secojid  mode,  in  Slaked  lime  Powder. 

This  mode,  first  adopted  by  Smeaton  for  the  mortar  of 
the  Edystone  Lighthouse,  and  recommended  by  him  for  all 
hydraulic  mortars,  applies  to  lime  broken  small  and  slaked 
by  a  moderate  quantity  of  water,  sprinkled  over  it  by  a 
watering  pot,  after  which  it  should  be  covered  up  until  it 
falls  down  into  a  powder,  for  which  more  or  less  time  w ill 
be  required  according  to  the  quality  of  the  lime.  If  slaked 
in  the  afternoon  of  one  day,  it  will  be  ready  to  use  sometime 
next  day,  for  even  the  blue  lias  which  is  the  slowest  in 
slaking  of  all  our  English  limes,  from  its  having  the  strongest 
hydraulic  properties,  does  not  usually  require  more  than  18 
hours  for  this  purpose  (sec  the  note  to  Article  2(5).  1  am 
not  aware  that  this  system,  though  recommended  by  such 
high  authority,  has  recently  i)een  used  in  England. 

(287)  Third  mode,  in  Quick  lime  Powder. 

When  the  Architect  or  Engineer  requires  his  mortar  to 
be  made  with  lime  fresh  from  the  kiln,  and  reduced  to  fine 
powder,  it  is  either  pounded  by  manual  labour,  or  if  the 
work  be  of  considerable  magnitude,  the  contractor  w  ill  find 
it  worth  his  while  to  provide  himself  with  a  proper  mill  for 
grinding  it.  It  must  be  silted  before  it  is  used,  and  the 
coarser  parts,  if  lime,  submitted  again  to  the  same  pul- 
verizing process ;  if  core,  thrown  away.  This  mode  was 
adopted  by  Mr.  Stevenson  in  Scotland,  who  reduced  the 
Aberthaw  lime,  used  by  him  in  making  the  mortar  for  the 
Cell  l\ock  Lighthouse,  to  the  state  of  impalpable  powder 
without  slaking  it.*  The  same  has  often  been  done  in  Eng- 
land by  order  of  some  of  our  most  eminent  Civil  Engineers 
and  Architects,  for  works  or  buildings  of  importance  ;  but  I 
believe  that  this  practice  has  recently  been  entirely  disused, 
excepting  for  concrete  foundations,  and  by  Mr.  Hanger 
for  his  artificial  stone. 

(288)  Fourth  mode,  iti  Slaked  lime  Putty  or  Paste. 
This  mode,  adopted  by  us  for  our  most  recent  experi- 
ments at  Chatliam,  in  consccjuence  of  the  third  mode  having 
been  found  objectionable  ('210),  applies  to  quicklime  fresh 

*  Slid  to  be  slaked  lime  powder  by  mistake,  in  Article  252. 
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from  the  kiln,  pounded  in  a  mortar  and  afterwards 
thoroughly  slaked,  by  mixing  it  with  a  moderate  quantity  of 
water,  not  applied  all  at  once  but  gradually,  until  after 
throwing  out  more  or  less  heat,  it  shall  become  quite  eool, 
and  then  remixing  it  with  more  water,  to  bring  it  into  the 
state  of  a  stiffish  paste,  in  which  it  is  to  be  measured.  In 
order  to  define  this  state  more  accurately,  let  it  be  under- 
stood, that  the  lime  paste,  used  by  us  in  the  experiments 
recorded  in  Tables  XII  &  XIII  (277),  was  as  nearly  as  pos- 
sible of  an  intermediate  consistency  between  that  of  glaziers' 
putty,  and  of  common  mortar  prepared  for  use,  being  a 
little  thinner  than  the  former,  but  not  quite  so  moist  as  the 
latter;  so  that  in  all  those  experiments, in  which  we  mixed 
our  lime  paste  in  this  state  with  sand,  it  was  necessary  to 
add  some  more  water  afterwards,  in  proportion  to  the 
quantity  of  sand  ;*  especially  in  those  experiments,  in  which 
tlie  mixture  thus  made  was  to  be  used  for  uniting  our  small 
Portland  stone-bricks  together  in  pairs,  for  which  purpose 
the  consistency  of  good  common  mortar  was  of  course 
requisite.  The  small  experimental  prisms,  being  used  in- 
dependently, were  generally  made  a  little  stifler  than  the 
same  mixtures,  when  applied  to  joints. 

Lime  in  lumps  in  the  lirst  state  is  always  measured  by 
fair  level  measure,  rather  full  than  otherwise,  that  is  with 
the  uppermost  lumps  projecting  a  little  above  the  brim  of 
the  vessel  as  was  before  explained  (283).  Lime  in  powder 
in  tlie  second  and  third  states  has  always  been  measured  by 
stricken  measure,  both  for  practical  and  for  merely  experi- 
mental purposes,  in  the  manner  described  in  Article  65. 
In  the  fourth  state  of  putty  or  paste  it  was  also  measured  by 
stricken  measure,  with  the  precautions  mentioned  in  the 
same  Article. 

(289)  This  being  premised,  our  proceedings  were  as 
follows.  Having  selected  an  equal  quantity  of  the  best 
blue  lias.  Hailing  and  chalk  limes,  at  their  respective  kilns, 
all  in  lumps,  and  extremely  well  burned,  we  broke 
them  into  small  pieces  as  nearly  as  possible  of  the 
same  average  size,  and  all  capable  of  passing  through  a 
21  inch  ring,  after  which  we  measured  them  in  a  1000- 
cubic-inch  measure,  and  weighed  the  contents  of  each, 
when  their  weights  proved  to  be  28%,  21h  and  I85  lbs,  re- 
spectively. Hence  the  average  weights  of  well  burned 
blue  lias.  Hailing  and  chalk  limes,  in  the  state  that  has 

•  We  measured  our  sand  dry.  Had  it  been  wet,  more  water  would  pot 
have  been  always  required  to  make  it  into  mortar,  in  mixing  it  with  the  lime 
paste, 

Q  2 
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been  described,  that  is  in  rather  small  pieces  suited  to  the 
common  lime  kiln,  may  be  estimated  at  4J),  37  and  3H  lbs, 
per  cubic  foot  respectively.*  What  difl'erence  may  be  pro- 
duced by  supposing  them  of  larger  pieces,  and  consequently 
to  have  been  flame  burned,  1  shall  not  pretend  to  say,  but 
in  this  state  also,  their  respective  weights  must  be  nearly 
proportional  to  the  above.  If  part  were  burned  in  the 
flame  kiln  and  part  in  the  common  kiln,  their  weights  per 
cubic  foot  might  cease  to  be  in  direct  proportion  to  these 
numbers,  for  the  reasons  explained  in  the  preceding  article. 
In  fact  there  is  no  possibility  of  attaining  a  correct  estimate 
of  the  real  quantity  of  any  sort  of  lime,  by  measure,  which 
is  only  an  approximation.  Weight  on  the  contrary  afi"ords 
a  most  accurate  estimate  of  quantity,  provided  that  the 
lime  be  well  burned  and  fresh  from  the  kiln  ;  notwithstand- 
ing which,  I  was  always  of  opinion  until  very  lately,  that 
it  would  be  highly  improper  to  legalize  the  sale  of  lime 
by  weight ;  because  1  supposed  that  in  that  case  lime  imper- 
fectly burned,  or  lime  originally  well  burned  but  afterwards 
allowed  to  become  stale  by  exposure  to  air,  neither  of  which 
are  fit  for  use,  would  bear  a  higher  price  than  fresh  well- 
burned  lime  in  its  most  perfect  and  serviceable  state,  in 
which  it  is  well  known  that  it  weighs  much  less  than  in  any 
other. 

(290)  Knowing  however  that  weight  afl'orded  the  only 
means  of  estimating  the  actual  quantity  of  lime,  with  sufficient 
accuracy  for  our  proposed  comparisons,  we  next  weighed 
several  portions  of  all  those  three  sorts  of  lime,  in  equal  quan- 
tities of  2  lbs.  each,  one  half  of  which  we  reduced  to  quick 
lime  powder,  by  pounding  them  in  a  mortar,  after  which  we 
measured  thera  lightly,  by  throwing  or  dropping  them  into 
the  measure  and  striking  the  contents,  without  shaking  or 
compressing  them.  We  next  made  each  portion  up  into  a 
paste,  by  mixing  its  produce  in  quick  lime  powder  with 
water,  gradually  added  as  long  as  the  lime  seemed  to  re- 
quire it,  during  which  the  process  of  slaking  commenced 
with  such  violent  heat  in  the  chalk  lime,  that  the  quick  lime 
powder,  though  well  wetted,  expanded  into  slaked  lime 
powder,  before  the  whole  of  the  water  necessary  for  obtain- 
ing the  paste  could  be  measured  and  added.  Not  so  with 
the  other  limes,  which  threw  out  more  moderate  heat,  espe- 

•  The  blue  lias  lime  used  for  the  experiments  which  are  now  about  to 
be  described,  was  supplied  by  Mr.  Gladdish  of  Northfleet;  but  what  we 
had  previously  used,  in  all  our  former  experiments  on  the  adhesiveness  and 
resistance  of  that  excellent  lime,  was  burned  in  our  own  little  kiln,  from 
stone  procured  at  my  request  by  Captain  Savage  from  Lyme  Regis,  from 
whence  Mr.  Gladdish  also  imports  his  blue  lias  lime  stone  which  he  burns  in 
bis  own  kilos  at  Northfleet, 
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cially  the  blue  lias,  and  therefore  did  not  resume  the  dry 
form,  during  the  measurement  of  the  water.  The  paste 
thus  formed,  apparently  with  a  sufficient  quantity  of  water, 
was  then  made  up  into  a  lump  and  put  by,  in  which  state 
the  slaking  process  accompanied  by  heat  still  continued  for 
some  time,  splitting  and  cracking  each  of  these  lumps  more 
or  less  in  the  act  of  partially  setting.  When  we  considered 
that  all  action  of  this  sort  had  subsided,  for  w  hich  we  always 
allowed  several  hours,  and  sometimes  a  whole  night,  if  it 
suited  the  men's  working  hours  better,  we  remixed  each  of 
those  lumps  with  an  additional  quantity  of  water,  at  which 
period  they  could  not  fail  to  be  thoroughly  slaked,  in  order 
to  make  them  again  into  paste  of  the  proper  consistency, 
which  we  then  finally  measured,  and  recorded  as  the  slaked 
lime  paste  produced  from  the  quick  lime  powder ;  and  it  is 
rather  curious  that  the  total  quantity  of  water  used  in  this 
change,  sometimes  exceeded  the  actual  quantity  of  slaked 
lime  paste,  produced  from  the  quick  lime  to  which  it  had 
been  added,  proving  that  part  of  the  water  had  evaporated, 
or  been  carried  off  in  the  hot  fumes  proceeding  from  the 
lime  in  the  act  of  slaking. 

The  remaining  half  of  the  portions  of  quick  lime  before 
mentioned  were  sprinkled  with  water,  and  then  covered  up 
with  cloths,  and  allowed  to  fall  down  into  the  state  of 
slaked  lime  powder.  Not  knowing  before  hand  what  quan- 
tity of  water  would  be  required  to  eflfect  this  object,  we  tried 
the  Hailing  lime  with  two  different  quantities  of  water, 
namely  24  and  32  cubic  inches  to  the  2  lbs;  and  as  the 
smaller  quantity  of  the  two  seemed  suflicient,  we  used  the 
same  for  the  other  limes  also.  But  in  order  that  this  process 
might  be  equally  complete  in  all,  we  allowed  two  nights  and 
a  day  for  this  purpose  to  the  blue  lias,  as  the  slowest  slaking 
lime  of  the  three,  and  one  night  for  the  Hailing  lime,  but 
only  4  or  5  hours  to  the  chalk  lime,  after  which  we  mea- 
sured them  lightly,  and  noted  the  produce  of  each  por- 
tion in  the  state  of  slaked  lime  powder.  Finally  we  added 
a  sufficient  quantity  of  water  to  form  each  of  them  into  a 
paste  of  the  desired  consistency,  which  we  measured  and 
recorded  as  slaked  lime  paste  produced  from  the  slaked 
lime  powder. 

"Whilst  these  experiments  were  in  progress,  the  results 
of  which  will  be  recorded  in  the  next  Table  (No.  XIV), 
we  tried  others  connected  with  the  same  subject  of  inves- 
tigation, which  shall  now  be  stated,  as  they  could  not  con- 
veniently be  included  in  the  same  Tabic. 
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(291)  First.  Of  the  Increase  of  Weight  in  the  slaking 
of  Quick  lime  to  a  Powder  by  watering  it.  That  very 
little  more  than  one  half  of  the  water  used  is  solidified. 

After  slaking  five  2  lb.  portions  of  our  chalk  lime  to  an 
impalpable  powder  with  water,  the  spaces  occupied  by 
which  will  appear  in  the  Table,  we  weiirhcd  eacii  portion  in 
this  state  abont  5  hours  after  they  had  been  wetted,  and 
found  that  they  had  acquired  an  increase  of  weight  of  3015, 
3890,  35G5,  4705  and  3523  grains  respectively,  making  a 
mean  increase  of  3340  grains  in  each  portion,  which  is 
rather  less  than  one  fourth  of  the  original  weight  of  2  lbs, 
(or  14000  grains).  Hence  it  appears,  that  only  about 
ll-20ths,  or  little  more  than  one  half  of  the  24  cubic  inches 
of  water  used,  which  must  have  weighed  at  least  (5100  grains, 
were  solidified  in  this  process. 

Secondly.  Of  the  Circumstances,  which  may  render  the 
measurement  of  Lime  in  the  state  of  fine  Powder  uncertain. 

(292)  It  having  been  stated  by  Smeaton,  that  the  lime 
used  by  him  for  the  Edystonc  Lighthouse  was  slaked  into 
powder  and  sifted,  and  the  fine  powder  only  received,  which 
was  rammed  into  water-tight  casks,  after  which  it  was  mea- 
sured for  use  in  the  manner  particularly  described  by  him, 
which  may  be  considered  equivalent  to  what  is  called 
measuring  lightly,  it  appeared  desirable  to  try  what  dif- 
ference, if  any,  may  have  been  produced  by  this  process. 

We  therefore  took  one  of  our  21b.  portions  of  the  Hailing 
lime,  which  by  the  addition  of  24  cubic  inches  of  water  had 
hccn  slaked  into  fine  powder,  occupying  240  inches  of 
space,  when  measured  lightly  :  we  compressed  it  in  a  cubi- 
cal vessel,  by  forcing  it  down  with  a  wooden  plug  nearly 
fitting  the  top  of  the  vessel,  and  then  remeasured  it,  when 
it  occupied  only  112  cubic  inches.  Afterwards  we  shook  it 
out  of  the  vessel,  and  measured  it  lightly,  when  it  occupied 
155  cubic  inches.  Thus  slaked  lime  powder  will  by  com- 
pression occupy  less  than  one  half  of  its  original  space, 
and  when  measured  after  temporary  compression,  without 
loosening  the  particles,  it  may  occupy  less  than  two  thirds 
of  its  original  space.  Hence  it  is  possible  that  Smeaton's 
Edystone  mortar,  said  by  him  to  consist  of  1  measure 
of  pu/zolana  powder,  mixed  with  1  measure  of  slaked  lime 
powder,  if  adopted  by  another  Engineer,  who  did  not 
ram  his  slaked  lime  powder  before  he  measured  it,  might 
be  equivalent  to  a  mixture  of  1  measure  of  slaked  lime  pow- 
der with  1^  measure  of  puzzolana. 
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(293)  Again,  Mr.  Stevenson  states  that  he  used  '  puz- 
*  zolana  and  lime  in  the  state  of  a  dry  impalpable  powder, 
'  and  clean  sharp  sand,  in  equal  proportions  by  measure,' 
for  the  mortar  of  the  Bell  Rock  Lighthouse  ;  and  he  informs 
us  that  he  ordered  these  ingredients  to  be  packed  in  separate 
casks,  and  sent  out  to  the  rock  to  be  mixed  ;  and  therefore 
the  workmen  would  no  doubt  empty  three  casks,  1  of  lime, 
1  of  puzzolana  and  1  of  sand,  at  the  same  time,  and  mix 
their  contents  together,  instead  of  remeasuring  the  ingre- 
dients. If  therefore  the  lime  was  compressed  in  these  casks, 
which  I  consider  probable,  though  not  stated,  another  En- 
gineer, who  believed  that  he  w^as  following  the  same  pro- 
portions for  a  similar  work,  but  who  did  not  direct  his  lime 
to  be  rammed  before  he  measured  it,  would  in  reality  use  a 
dilferent  mixture  consisting  of  1  measure  of  quick  lime  pow- 
der, mixed  with  1|-  measure  of  puzzolana  and  If  measure 
of  sand.  For  in  order  to  ascertain,  what  difference  different 
modes  of  packing  the  lime  might  have  produced  in  Mr. 
Stevenson's  proportions,  we  compressed  three  several  21b. 
portions  of  our  Hailing  quick  lime,  which  when  pulverized 
and  measured  lightly,  had  occupied  97,  95  and  98  cubic 
inches  respectively,  and  found  that  after  this  process  they 
only  occupied  57,  58  and  57  cubic  inches.  Thus  the  un- 
slaked powder  of  lime  of  this  description  is  capable  of 
being  compressed  into  G  tenths  only  of  its  original  space. 

Of  the  Froportional  Spaces  occupied  by  the  same 
quantities  of  Puzzolana,  and  of  Sand,  in  different  states. 

(294)  Apprehending  that  some  uncertainty,  in  respect  to 
the  composition  of  puzzolana  mortars,  might  occur  from  the 
w  ant  of  precision  in  the  writings  of  authors  upon  this  sub- 
ject, none  of  whom  have  stated  whether  they  measured  their 
puzzolana  powder  lightly  or  under  compression,  moist  or 
dry,  excepting  Smeaton,  who  particularly  mentions  that  he 
always  dried  it  for  the  purpose  of  grinding  it,  and  who  also 
probably,  though  it  is  not  stated,  must  have  measured  it 
in  the  same  mode,  in  which  he  measured  his  lime  powder, 
that  is  rather  lightly ;  it  appeared  desirable  to  lay  down 
more  accurate  data  for  future  measurements  and  specifica- 
tions. For  this  purpose,  our  stock  from  Sheerness  having 
been  exhausted  in  the  experiments  already  recorded  or 
alluded  to,  we  procured  some  puzzolana  imported  from 
Civita  Vecchia  by  Messrs.  Francis  and  Sons,  and  having 
reduced  it  to  a  perfectly  dry  impalpable  powder,  we  ascer- 
tained that  the  same  quantity,  which  in  this  state  weighed 
45" 43  lbs,  occupied  1st,  1000  cubic  inches  when  measured 
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lightly  ;  2dly,  when  taken  out  of  the  same  cubical  box  and 
put  in  ajrain  by  small  portions  at  a  time,  each  of  which 
was  forced  down  by  means  of  a  square  board  tilting  the 
inside  of  the  measure,  with  the  full  strength  of  an  able- 
bodied  man,  the  same  dry  impalpable  powder  thus  com- 
pressed measured  8(32  cubic  inches  ;  and  3dly,  when  again 
taken  out  and  mixed  in  successive  portions,  with  quantities 
of  water,  amounting  to  416  cubic  inches  in  all,  into  a  stiffish 
paste,  it  occupied  950  cubic  inches  of  space.* 

Thus  the  measurement  of  puzzolana  is  liable  to  much 
less  uncertainty  than  that  of  lime,  for  on  reducing  those 
proportions  to  a  simpler  form,  it  appears  that  10  measures 
of  puzzolana  measured  lightly  as  a  dry  impalpable  pow- 
der, contain  the  same  quantity  of  that  earth  nearly  as  9^ 
measures  of  stitfish  impalpable  puzzolana  paste,  and  as  8J 
measures  nearly  of  dry  impalpable  puzzolana  powder  after 
being  well  compressed. 

(295)  In  respect  to  the  measurement  of  sand  for  the 
mortar  of  brickwork  or  of  regular  masonry,  in  which  the 
thickness  of  the  joints  is  usually  limited,  never  exceeding 
half  an  inch,  it  is  liable  to  less  uncertainty*  than  that  of  lime, 
the  coarser  parts,  such  as  come  under  the  denomination  of 
small  (?raf«/,  being  necessarily  rejected,  by  sifting  it  through 
a  screen,  usually  having  openings  not  exceeding  one  sixth 
part  of  an  inch  in  the  clear.  The  chief  difterence  will  arise 
from  the  state  of  the  sand  itself  at  the  period  of  measure- 
ment, which  according  to  our  former  trials  occupied,  when 
wet,  only  about  four  fifths  of  the  space  that  it  did  in  its  usual 
rather  moist  state.  (See  the  Xote  to  Article  9).  On  re- 
peating these  measurements  recently,  modified  in  such  a 
manner  as  to  obtain  more  precise  results,  we  found  that  the 
same  quantity  of  sharp  clean  river  sand,  which  in  its  moist 
state  stood  12  inches  high  in  a  regular  cubic  foot  measure, 
and  therefore  completely  filled  it,  only  stood  10^}  inches 
high  in  the  same  measure  when  perfectly  dried ;  and  very 
little  more  than  Sj  inches  high  when  thoroughly  wetted,  not 
by  merely  pouring  water  over  it  in  the  measure,  as  we  had 
done  before,  but  by  mixing  every  part  of  the  sand  with  water. 
Hence  instead  of  occupying  only  4  fifths  or  8  tenths  of  its 
original  space,  the  wet  sand  now  occupied  very  little  more 

•  Tlioupli  no  more  water  was  used  ihan  was  necessary  to  pive,  to  each 
portion  of  paste,  an  intermediate  consistency  between  glazier's  pntty  and 
common  mortar  prepared  for  use,  yet  wlieu  the  whole  of  them  were  col- 
lected and  levelled  in  the  cubical  box,  part  of  the  water  rose  to  the  top  in  a 
sheet  about  one  eighth  of  an  inch  in  depth,  below  which  the  moist  paste  was 
of  the  regular  consistency,  that  has  been  described. 
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than  7  tenths  of  the  space,  which  it  had  previously  filled  in 
its  usual  moist  slate.  In  all  our  experiments  at  Chatham, 
we  measured  our  sand  rather  drier  than  usual,  which  sys- 
tem havinn  been  adopted  at  first  by  accident,  it  was  proper  to 
persevere  in  it  in  order  to  obtain  results  consistent  with  each 
other.  I  believe  that  tiiis  is  the  only  circumstance  that  has 
not  before  been  explained,  and  it  is  so  far  of  importance, 
that  it  should  be  understood,  inasmuch  as  it  must  have 
insured  in  all  our  experiments  rather  a  fuller  proportion  of 
sand,  than  would  be  obtained  by  measuring  it  in  the  moister 
state  in  which  it  is  commonly  supplied  and  used  by  builders. 

(296)  In  respect  to  solid  substances,  which  may  be 
reduced  from  a  fine  powder  to  a  paste  of  a  given  consist- 
ency or  specific  gravity,  by  mixing  them  with  water,  the 
measurement  of  them  in  the  latter  state  yields  a  much  more 
accurate  estimate  of  real  quantity  than  in  the  former,  pro- 
vided that  no  chemical  change  be  produced  by  the  addition 
of  the  water.  I  w  as  in  hopes  therefore,  that  the  measure- 
ment of  all  thoroughly  slaked  limes  in  the  state  of  paste, 
would  have  yielded  a  sufiiciently  just  estimate  of  the  pro- 
portional quantity  of  quick  lime,  from  which  a  given  volume 
of  the  paste  was  formed  ;  as  I  believed  that  after  thorough 
slaking,  change  of  weight  might  take  place,  but  no  material 
change  of  bulk.  I  was  however  disappointed  in  this  ex- 
pectation, as  will  be  seen  by  a  careful  examination  of  the 
results  of  the  experiments  recorded  in  the  following  Table, 
which  had  they  been  more  satisfactory,  would  not  have 
required  so  long  a  preamble,  upon  the  uncertainty  of  the 
measurement  of  solid  bodies  broken  into  irregular  and  une- 
qual fragments,  and  afterwards  reduced  to  a  dry  powder  or 
to  a  stiflSsh  paste. 

(297)  To  render  the  following  Table  more  available  I 
have  subjoined  an  Abstract  of  it,  obtained  by  adding  the 
produce  of  five  2  lb.  portions  of  each  lime  together,  in  their 
four  several  states,  which  gives  the  sum  and  mean  of  the 
results  at  the  same  time,  with  double  quantities  for  the 
slaked  lime  paste,  because  it  was  obtained  both  from  the 
quick  lime  pow  der,  and  from  the  slaked  lime  powder ;  and 
where  more  quantities  than  one  appear,  their  mean  or  aver- 
age is  entered  opposite  in  the  same  column.  We  tried  the 
Hailing  lime  twice  as  often  as  the  two  others,  because  the 
results  of  our  first  experiments  with  this  lime  appeared 
rather  incongruous. 
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TABLE    XIV.      COMPARATIVE     SPACES     OCCUPIED     BY    THE 
SAME    QUANTITY    OF    LIME,    IN     DIFFERENT   STATES. 


Water  used  au(J 

spaces  occupied  by  the  Lime,        | 

Limes  fresh  from  the  kiln, 
but  brokeo  into  small  equal 

Weight 
of  each 
of  the 

D  cubic  inches. 

Propor- 
tional 
space 

Quick 

lime 

powder. 

Water 
used  for 
slaking 

to  a 
powder, 

or  to 
the  first 

pasts. 

More 
water 
added 

Total 
quantity 

PMe 

produced 
from  the 

quiek 
ime  pow- 
der, or 
•laked 
lime 
powder. 

lumps,  with  their  weight  per 
cubic  foot,  in  this  state. 

5  por- 
tions 
oflime, 
in  lbs. 

occu- 
pied by 
it  in 
small 
lumps. 

or  slaked 

lime 

powder 

produced. 

gradu- 
ally for 
the  final 

paste. 

of 
water 
used. 

Quick. 

r  CG 

29 

40 

C9 

81 

1    67 

29 

37 

66 

80 

Blue  Lias   ..49032  lbs. 

2 

70-48 

\    67 

31 

32 

63 

79 

i    72 

31 

37 

68 

81 

(.    70 

31 

39 

70 

81 

Slaked. 

rii4 

24 

33 

57 

70 

\ll8 

24 

30 

54 

76 

Blue  Lias  ..49  032  lbs. 

2 

70-48 

<  118 

24 

28 

52 

64 

illG 

24 

31 

55 

69 

(.120 

24 

31 

55 

78 

Quick. 

C   ^^ 

54 

29 

83 

84 

\    95 

48 

29 

77 

88 

Hailing  ..  ..37152  lbs. 

2 

03 

<     96 

48 

30 

78 

84 

/    ^^ 

52 

30 

82 

85 

(.    98 

48 

31 

79 

93 

Slaked. 

("240 

24 

61 

85 

91 

\230 

24 

62 

86 

91 

Hailing  ...  .37-152 lbs. 

2 

93 

<;229 

24 

62 

86 

93 

i227 

24 

61 

85 

92 

C226 

24 

62 

80 

95 

Quick. 

C   80 

51 

6 

57 

73 

\    95 

64 

6 

70 

77 

Hailing   ....37152  lbs. 

2 

93 

<  102 

56 

8 

64 

77 

i    98 

61 

8 

69 

80 

(.    9S 

64 

3 

07 

78 

Slaked. 

C201 

32 

54 

86 

87 

\  IHG 

32 

48 

80 

90 

Hailing  ...  .37152  lbs. 

2 

93 

<'l95 

32 

44 

76 

85 

il88 

32 

45 

77 

87 

(.200 

32 

46 

78 

90 

Quick. 

(    85 

37 

67 

104 

105 

\    84 

33 

71 

104 

115 

Chalk  Lime.. 31 -530  lbs. 

2 

110 

<    83 

36 

68 

104 

100 

i    88 

40 

79 

119 

115 

(    87 

40 

70 

110 

100 

Slaked. 

ri9i 

24 

75 

99 

105 

\203 

24 

74 

98 

110 

Chalk  Lime.. 31 -536 lbs. 

2 

110 

<(202 

24 

72 

96 

117 

J  206 

24 

80 

104 

115 

(iBO 

24 

62 

80 

9.'i 

MODES  IS  WHICH  LIME  MAY  BE  MEASURED.        219 


ABSTRACT  OF  THK  RESULTS  CONTAINED  IN  TABLE  XIV. 


Mean  quantity  bj  weight,  and 
name  of  each  sort  of  Lime   ex- 
perimented upon. 

Space,  or  Spaces  and  their  Mean,  in  cubic  inches, 
occupied  by  Uie  same  quantity  of  Lime  in  different 
States. 

In  Luaps. 

In 

QuicW  lime 

Powder. 

In 

SUked  lime 

Powder. 

In 

Slaked  lime 

Paste. 

10  lbs.  of  Blue  Lias  Lime. 
10  lbs.  of  Hairing  Lime. 
10  lbs.  of  Chalk  Lime. 

352 
465 

548 

....  342 

483  ) ,._ 

473!-^'S 

....  427 

....     586 
982 

431  "^ 

385  i^--' 
439  3 

^^"  ^545 
542  S^^"* 

The  above  results  are  by  no  means  satisfactory,  for 
Hailing:  lime  is  of  intermediate  quality  between  the  blue 
lias  and  chalk  ;  but  its  results  are  not  intermediate  as  they 
ouglit  to  have  been,  and  as  I  have  no  doubt  they  would  be 
if  more  numerous  experiments  were  tried,  and  if  lime  mea- 
sure were  susceptible  of  greater  accuracy.  The  slaked 
lime  powder  and  the  slaked  lime  paste  appear  to  be  the 
most  unsatisfactory  states  for  measurement,  there  bein?  a 
difference  of  about  one  fifth  by  measure  in  the  apparent 
quantity  of  each,  as  produced  from  the  same  real  quantity 
of  Hailing  lime ;  and  if  the  blue  lias  and  chalk  limes 
had  been  tried  as  often  as  the  former,  it  is  probable  that 
similar  discrepancies  might  have  been  observable. 

Such  being  the  uncertainty  of  the  measurement  of  lime, 
even  in  its  most  perfect  state  of  well  burned  quick  lime,  I 
became  desirous  of  observing  the  progressive  changes  pro- 
duced upon  it  by  the  action  of  the  atmosphere,  for  the 
purpose  of  ascertaining  whether  its  proportional  bulk  or  its 
proportional  weight  are  most  affected  by  this  action  ;  for 
which  purpose  I  used  quick  lime  powder,  in  order  to  come 
sooner  to  a  conclusion,  although  lime  is  never  pounded  or 
ground  for  practical  purposes,  until  required  for  immediate 
use,  and  therefore  it  can  very  seldom  remain  long,  probably 
not  more  than  one  night  at  the  utmost,  in  this  state.* 

(20S)  Of  the  gradual  Increase  of  the  Weight  and  Bulk 
of  Quick  Lime,  caused  by  Exposure  to  Air. 

To  ascertain  this,  we  measured  1000  cubic  inches  of 
well  burned  fresh  chalk  lime,  previously  broken  into  small 
lumps  of  the  same  average  size,  and  capable  of  passing 

•  Unless  a  sarplns  remained  on  leaving  off  work  on  a  Satnrday  night, 
•which  would  be  exposed  to  air,  until  the  Monday  morning  following.' 
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through  a  21  inch  ring,  as  before.  This  quantity  according 
to  our  lormer  experiments,  ought  to  have  Aveighed  only  184 
lbs,  whereas  it  weighed  20,5  lbs,  being  at  the  rate  of  35  lbs. 
nearly  to  the  cubic  foot.  When  reduced  to  quick  lime  pow- 
der it  scarcely  filled  4  fifths  of  its  original  space.  Adding 
more  pounded  quick  lirae  therefore  to  make  up  the  defi- 
ciency, we  found  that  1000  cubic  inches  w  eighed  2481  lbs, 
whereas  according  to  our  former  experiments,  this  weight 
of  quick  lime  powder  ought  to  have  filled  about  1305 
cubic  inches;  which  discrepancies  may  be  considered 
additional  proofs  of  the  uncertainty  of  measure. 

The  quick  lime  powder,  of  which  the  bulk  and  weight 
have  just  been  stated,  was  kept  in  a  dry  apartment  in  a 
compact  box  open  at  top,  exposing  rather  more  than  1  super- 
ficial foot  to  the  action  of  the  air ;  and  was  taken  out  and 
weighed,  and  measured  again,  twice  every  week.  Twelve 
examinations  of  this  sort  have  taken  place  since  it  was 
pulverized,  the  results  of  which  are  as  follows. 

TABLE  XV.     EFFECTS  OF  AIR  ON  QUICK  LIME  POWDER. 


Number  of 
Days  after 
the  first 
Observa- 
tion. 

Measure- 
ments in 
Cubic 
Inches. 

a;  V 
>  u 

Weights 
in  fbs, 
and 

decimal 
parts. 

u 

cc2 

Increase 
at  each 

per  Cent 
period. 

In 
Bulk. 

In 

Wnqht. 

Same  day. 

1000 

0 

24-81 

000 

0 

0 

3 

1138 

138 

25-49 

0-G8 

14 

2} 

7 

1251 

113 

26-08 

0-59 

25 

6 

10 

1347 

96 

20-41 

0-33 

35 

61 

11 

1437 

90 

20-80 

0-39 

44 

8 

17 

1538 

101 

2714 

034 

54 

9} 

21 

1C34 

9G 

27-42 

0-28 

63 

lOi 

24 

1G91 

57 

27-68 

0-26 

69 

Hi 

28 

1780 

89 

27-95 

0-27 

78 

12i 

31 

1798 

18 

2811 

0-16 

80 

131 

35 

1819 

21 

28-26 

0-15 

82 

13} 

38 

1932 

113 

28-43 

017 

93 

14J 

42 

2010 

78 

28-50 

013 

101 

15 

Thus  the  action  of  the  atmosphere,  which  increases  both 
the  weight  and  the  bulk  of  lime  by  gradually  slaking  it 
even  in  a  dry  apartment,  produces  a  much  greater  propor- 
tional augmentation  of  the  latter  than  of  the  former,  in  the 
same  period,  inasmuch  as  the  bulk  of  our  quick  lime  pow- 
der had  actually  doubled,  but  its  weight  had  only  obtained 
an  increase  of  not  much  more  than  one  7th  part  in  42  days. 

(299)  Of  the  rapid  Increase  in  the  Weight  of  Quick  Lime, 
when  converted  into  a  Hydrate  by  mixing  it  with  Water. 

The  w  eight  of  chalk  lime  hydrate  14  dnys  old  was  03  lbs, 
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to  the  cubic  foot  (see  Table  XII,  Article  277),  but  by  a 
reference  to  the  abstract  of  Table  XIV,  it  will  be  seen, 
that  a  given  quantity  of  chalk  lime,  measured  in  lumps 
from  the  kiln,  yields  as  nearly  as  possible  an  equal  volume 
of  slaked  lime  paste.  Hence  one  cubic  foot  of  chalk  lime 
in  lumps,  which  in  two  trials  weighed  3U  lbs;  but  in  a 
third  35  lbs,  as  has  just  been  stated,  ought  to  produce  one 
cubic  foot  of  chalk  lime  paste.  Supposing  the  last  estimate 
to  be  the  most  accurate  of  the  two,  it  therefore  appears,  that 
the  quick  lime  after  being  changed  into  a  hydrate,  must 
have  gained  in  weight  in  the  proportion  of  from  35  to  63, 
or  from  5  to  9  nearly,  in  the  short  space  of  14  days.  It  is 
rather  curious,  that  these  numbers  are  the  precise  propor- 
tionals, between  any  given  quantity  of  pure  quick  lime, 
and  the  carbonate  or  natural  stone  of  the  same  lime,  from 
which  it  must  have  been  produced.  Thus  the  lime  used 
in  those  experiments  appears  to  have  recovered  in  14  days, 
the  whole  weight  of  carbonic  acid  gas  driven  off  from  it 
in  the  kiln,  or  at  least  the  greater  part  of  it ;  for  we  may 
suppose  a  small  portion  of  the  weight  of  each  of  our  ex- 
perimental prisms  to  have  consisted  of  moisture  not  yet 
evaporated.  That  the  proportion  of  moisture  must  have 
been  inconsiderable,  I  infer  from  the  dry  appearance  of 
the  inside  of  those  very  small  prisms,  when  broken,  by  the 
weights  used  in  experimenting  upon  their  resistance. 

THAT  WEIGHT  AFFORDS  A  MUCH  MORE  ACCURATE  ESTI- 
MATE  OF  THE  QUANTITY  OF  LIME,  THAN  MEASUREMENT. 

(300)  The  above  will  be  evident  from  considering  a  cir- 
cumstance, which  seems  hitherto  to  have  been  overlooked  by 
writers  on  this  subject.  Carrara  marble  and  common  chalk, 
both  being  pure  carbonates  of  lime,  yield  when  burned 
quicklime  of  precisely  the  same  quality ;  but  any  given 
measure  of  the  former,  as  being  a  more  compact  stone  and 
of  much  greater  specific  gravity,  contains  a  greater  quantity 
inproportion,notonly  of  the  carbonate  butof  quicklime  after 
calcination,  than  the  same  measure  of  the  latter.*  Hence 
the  mortar  made  by  adding  3  cubic  feet  of  sand  to  1  cubic 
foot  of  chalk  lime,  would  be  a  very  difierent  mixture,  from 
that  made  by  adding  3  cubic  feet  of  sand  to  1  of  white- 
marble-lime.  But  if  3  cubic  feet  of  sand  be  added  to  31.3 
lbs.  of  well-burned  chalk  lime,  which  is  the  average  quan- 

•  W'e  found  that  the  chalk  of  Chatham,  when  perfectly  dry,  as  it  ought 
to  be  for  a  fair  comparison,  weighed  from  90  lbs  (164),  to  94-99  lbs, per  cubic 
foot  (Table  VIII,  Article  212).  Hence  the  specific  gravity  of  this  chalk 
varies  from  1440  to  about  1520,  that  of  water  being  1000,  The  specific  gra- 
vity of  white  marble  is  usuallv  stated  at  about  2700. 
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tity  contained  in  1  cubic  foot  of  that  lime,  it  will  form  pre- 
cisely the  same  sort  of  mortar,  as  may  be  made  by  adding 
3  cubic  feet  of  sand  toSlj  lbs  of  well-burned  white-marble- 
lime,  although  this  quantity  of  tlie  last-mentioned  lime  will 
not  occupy  much  more  than  half  a  cubic  foot  of  average 
space.  SN'eighing  therefore  aflbrds  by  far  the  most  accurate 
estimate  of  the  real  quantity  either  of  any  limestone,  or  of 
the  well-burned  quicklime  produced  from  it,  whose  weights 
though  very  different  are  always  proportional  to  each  other; 
and  it  appears  from  the  experiments,  which  have  just  been 
related,  that  weighing  affords  also  a  much  more  accurate 
estimate  than  measurement,  of  the  original  quantity  of 
lime,  if  through  neglect  or  unavoidable  circumstances,  it 
has  been  allow  ed  to  become  stale,  that  is  in  a  state  of  transi- 
tion from  perfect  quicklime  towards  a  thoroughly  slaked  lime 
pow  der.  In  short,  since  I  tried  these  last  experiments,  1  see 
very  strong  reasons  in  favour  of  the  sale  of  lime  by  w  eight, 
which  before  occurred  to  me  as  quite  inadmissible.*  If  the 
conditions  of  the  agreement  state  that  the  lime,  supplied  to 
the  builder,  shall  be  well-burned  and  frcsli  from  the  kiln, 
which  is  to  be  known  either  by  its  slaking  as  quickly  and 
readily  as  the  sort  of  lime  ordered  usually  does,  or  to  a  still 
greater  degree  of  certainty,  by  requiring  that  it  shall  not 
efl'ervesce  in  acids  when  delivered,  there  can  be  no  reason- 
able apprehension  of  the  purchaser  being  defrauded.  Upon 
the  w  hole,  the  most  accurate  mode  of  determining  the  pro- 
portions of  the  ingredients  of  mortar  w  ould  be  by  weight 
of  quicklime,  and  by  measure  of  sand,  and  although  in 
practice,  it  is  not  likely  that  this  nicety  of  determining 
quantity  will  ever  be  adopted;  yet  I  conceive,  that  it 
ought  to  be  used  in  preference  to  measurement,  but  not 
without  reference  to  measure,  in  future  experiments  for 
determining  the  best  proportions  of  lime  for  common  and 
hydraulic  mortars:  and  even  in  designing  any  great  work  or 
building,  the  Engineer  or  Architect  should  have  weight  so 
far  in  view,  in  combination  with  measure,  that  he  should 
order  the  proportion  of  sand  to  the  lime  by  measure  to  be 
greater,  when  using  lime  produced  from  a  very  heavy  compact 
stone,  than  when  using  lime  of  the  same  chemical  quality 
produced  from  a  lighter  and  more  porous  stone.  I  am  not 
aware  that  any  former  author  or  practical  man  ever  weighed 

•  Tlie  sale  of  lime  by  weight  was  and  probably  may  still  be  customary 
in  8ome  parts  of  Ireland,  which  uutil  I  tried  these  last  experiments  appeared 
to  me  extremely  objectionable  ;  and  I  reprobated  it  accordingly  in  my  Trea- 
tise on  Measures,  Weights,  &c,  before  quoted;  but  now  1  consider  it  a 
much  better  system  than  that  which  prevails  in  England. 
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his  lime  systematically,  except  Dr.  Higgins,  who  weighed  not 
only  that,  but  his  other  ingredients  also,  including  even  the 
sand  ;  in  which  latter  part  of  his  system  1  see  no  advantage, 
for  the  proportion  of  sand,  necessary  to  form  good  mortar 
with  any  given  quantity  of  lime,  does  not  depend  on  its 
mean  specific  gravity,  but  on  the  magnitude  and  average 
space  occupied  by  the  particles,  of  which  measure  affords 
quite  as  accurate  an  estimate  as  weight.* 

THAT  IT  IS  DESIRABLE  TO  SPECIFY  THE  PROPORTIONS  OF 
THE  INGREDIENTS  OF  MORTARS  WITH  MORE  PRECISION, 
IN  DESCRIBING  IMPORTANT  WORKS,  THAN  HAS  HITHER- 
TO BEEN  USUAL.     SUGGESTIONS  FOR  THIS  PURPOSE. 

(301)  In  the  actual  construction  of  great  works,  no 
misunderstanding  can  occur,  because  the  Engineer  or  Ar- 
chitect, who  himself  determines  the  proportions  that  .shall 
be  used  by  measure,  is  often  present  and  sees  the  state  and 
manner  in  which  the  ingredients  are  measured,  and  if  he 
should  not  approve  of  either,  he  has  it  in  his  power  to  apply 
the  remedy  ;  and  whatever  uncertainty  there  may  be  in  any 
description  of  his  mortar,  he  himself  is  never  at  a  loss, 
knowing  how  every  thing  was  done,  and  indeed  excepting 
under  peculiar  circumstances,  actual  measurement  is  either 
not  employed  at  all,  the  proportions  of  the  ingredients 
being  left  to  the  tact  or  sagacity  of  the  laborers  who  make 
the  mortar  (9),  or  if  measure  be  used  the  rudest  sort  only 
is  employed,  that  is  shovelfuls  or  barrowfuls. 

But  from  the  observations  contained  in  several  of  the 
preceding  articles,  it  appears  to  me  that  in  describing  the 
mortar  of  any  very  important  work,  it  is  desirable  that  not 
only  the  state  in  which  such  ingredients  were  measured, 
but  also  the  peculiar  mode  of  measurement  employed 
should  be  specified  or  recorded,  with  greater  precision  than 
has  hitherto  been  usual. 

For  this  purpose,  I  beg  to  suggest,  that  whenever  the 
common  mode  of  measuring  lime  in  lumps  from  the  kiln  has 
Ijeen  intended  and  used,  this  shall  be  particularly  speci- 
fied, and  that  the  average  w  eight  per  cubic  foot  of  the  lime 
in  this  state,  estimated  however  not  from  the  contents  of  a 

•  A  reader  dipping  carelessly  into  Dr.  Higgins's  Treatise  on  Calcareous 
Cements,  published  in  17S0,  may  be  astonished  at  finding  him  recommend 
6  parts  of  sand  to  1  of  lime  as  a  good  proportion  for  mortar,  for  after  ex- 
plaining thai  he  determined  his  proportions  by  weight,  he  does  not  alvrays 
repeat  the  same  thing  in  the  course  of  his  work.  His  proceedings  and  the 
sort  of  cement,  or  rather  improved  mortar  and  stucco,  formed  by  him,  for 
which  he  took  out  a  patent,  will  be  noticed  in  the  AppendLx, 
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single  cubic  foot  measure,  but  from  that  of  some  larger  mea- 
sure, wliith  need  not  exceed  10,  and  should  not  be  less  than  5 
cubic  feet  shall  also  be  recorded.*  In  fact,  supposing  it 
required  to  mi.K  3  measures  of  sand  with  1  measure  of 
Hailing  lime,  it  would  afford  much  greater  accuracy  and 
uniformity  in  the  quality  of  the  mortar,  to  direct  3  cubic 
feet  of  sand  to  be  mixed  with  37  lbs.  of  quick,  lime  fresh 
from  the  kiln,  or  as  a  10  feet-measure  is  most  convenient, 
let  it  be  stated  that  the  mortar  shall  be  made  in  the  propor- 
tion of  10  cubic  feet  of  sand  to  about  124  lbs.  of  lime, 
which  is  nearly  equivalent  to  the  former;  and  the  mode  of 
measuring  the  lime  from  the  kiln  should  also  be  described 
or  specified,  because  although  it  may  be  presumed  that  fair 
and  full  level  measure  is  intended  or  has  been  used,  it  is 
best  to  leave  nothing  doubtful. 

M'hen  the  lime  from  the  kiln  is  directed  to  be  ground  to 
a  fine  powder,  it  is  still  more  essential  to  define  the  mode 
in  which  it  is  to  be  or  has  been  measured,  whether  lightly, 
or  after  temporary  compression  only,  or  under  actual  com- 
pression. 

In  respect  to  sand,  the  custom  is  to  serve  it  in  by 
stricken  measure,  in  whatever  state  it  may  be  at  the  period 
of  sale,  which  may  vary  between  more  or  less  dry  or  wet, 
according  to  circumstances,  known  to  the  persons  who 
use  it,  but  not  to  others  unless  explained,  amongst  which 
circumstances  the  state  of  the  weather  has  its  influence ; 
for  sand  is  not  kept  under  cover,  but  laid  out  in  masses  in  the 
open  air.  Hence  in  order  that  we  may  have  any  precise  know- 
ledge of  the  real  proportion,  which  the  sand  bears  to  the 
lime,  in  the  mortar  of  any  work  of  importance,  tiie  person 
who  describes  such  mortar,  ought  to  specify  particularly 
the  state  in  which  the  sand  was  measured,  whether  abso- 
lutely dry,  or  damp,  or  wet ;  because  the  actual  quantity  of 

•  Whilst  investigating  the  subject  of  Measures  and  Weights,  I  found  by 
repeated  trials,  that  a  lOcubic-feet  measure  made  of  two  rectanjular  wooden 
cases,  open  at  top  and  bottom,  and  each  measuring  2  feet  by  2i  feet  square 
in  the  clear  and  1  foot  high,  either  to  be  used  separately  as  2  tive-cubic- 
fret  measures,  or  jointly  by  placing  one  upon  the  other,  was  a  more  conve- 
nient arrangement  for  the  measurement  of  dry  materials,  as  well  as  for 
calculation,  than  the  cubic  yard  measure  in  common  use,  which  is  also  asually 
made  in  two  parts,  each  composed  of  a  similar  case  3  feet  square  in  the  clear 
and  18  inches  high.  In  small  buildings  where  only  few  masons  or  brick- 
layers are  employed,  the  half  of  the  10-cnbic-feet  measure  may  be  the  most 
convenient,  as  small  quantities  of  mortar  only  are  required  to  be  mixed  at  a 
time.  Hut  to  use  a  smaller  measure  than  this  would  not  afford  a  satisfactory 
estimate  of  average  quantity,  because  the  cubic  foot  of  lime  in  lumps,  measured 
singly  in  a  one-cubicfoot-measnre,  is  not  equal  to  one  tenth  part  of  the  con- 
tents of  a  tencubic-feet  measure  (282),  nor  to  one  fifth  part  of  the  conteDt* 
of  a  tive-cubic-feet  measure. 
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sand  obtained  by  the  same  measure  in  these  three  states,  va- 
ries considerably  between  the  second,  which  is  the  minimum, 
and  the  h\tter,  which  is  the  maximum  of  quantity.  But  the 
sand  used  lor  building  in  this  country,  is  scarcely  ever  in 
either  ot*  these  two  extremes  of  perfectly  dry  or  wet.  It 
generally  varies  only  between  more  or  less  damp,  and  pro- 
bably thedifi'orence  in  real  quantity,  between  equal  measures 
of  it  in  those  two  states,  does  not  exceed  one  tenth,  in  the 
practice  of  building  at  any  one  place.  To  describe  accu- 
rately the  state,  in  which  it  has  generally  been  used  for  the 
mortar  of  any  important  work,  the  author  should  specify 
not  only  the  mean  space  occupied  by  it  in  that  state,  but 
also  the  spaces  which  the  same  quantity  of  the  same  sand 
is  capable  of  occupying  when  perfectly  dry,  and  when 
thoroughly  wet,  stating  also  its  weight  per  cubic  foot  when 
perfectly  dry,  there  being  no  certainty  as  to  the  weight  of 
sand  in  any  other  state.  Moreover  to  enable  a  person, 
who  does  not  know  the  sort  of  sand  obtained  from  a 
particular  locality,  to  understand  the  nature  of  it,  the  size 
of  the  particles  should  be  described  in  the  way  that  has 
been  done  by  M.  Vicat,  by  stating  the  diameter  of  the 
smallest  and  of  the  largest  grains  composing  it,  the 
latter  of  \^hich  may  be  sufficiently  defined  by  describing 
the  sort  of  screen  through  which  even  very  tine  sand  is 
almost  always  sifted,  to  exclude  pieces  of  wood  or  other 
extraneous  substances  generally  found  in  it.  When 
sand  and  gravel  are  to  be  mixed  together,  in  any  given 
proportion,  the  size  of  both  should  also  be  described  in 
the  same  manner;  and  even  in  using  some  natural  mix- 
ture of  these  ingredients,  such  as  Thames  ballast,  in 
the  mortar  of  any  important  work,  it  is  desirable  that  it 
should  be  defined  in  the  same  manner,  for  the  use  not 
only  of  foreigners,  but  of  our  own  countrymen,  in  those 
parts  of  the  United  Kingdom  where  it  is  not  used,  although 
those  who  are  accustomed  to  the  daily  use  of  it  will  of 
course  need  no  such  description. 

In  respect  to  puzzolana  powder,  let  it  be  stated  whe- 
ther it  is  to  be  or  has  been  measured,  in  a  perfectly  dry 
impalpable  state,  loosely  and  lightly,  or  under  compression. 
I  find  on  inquiry  that  it  is  generally  understood,  that  puzzo- 
lana ought  not  to  be  used  in  the  coarse  state  in  which  it  is 
imported ;  but  the  necessity  of  grinding  it  very  fine  or  "to  an 
impalpable  powder  is  so  little  known,  that  the  Engineer  or 
Architect,  w  ho  proposes  to  use  it,  should  never  omit  to  make 
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this  one  of  the  conditions  of  his  specification.*  T  mention 
this,  because  when  Mr.  John  White f  attempted  to  intro- 
duce his  artificial  puzzolana  formed  of  pounded  bricks  as 
was  before  mentioned  (2.yj),  he  states  particuhirly  that  they 
should  not  be  ground  into  a  fine  powder,  but  left  in  a  much 
coarser  state,  which  from  his  description  exactly  rcsenibles 
that  of  the  natural  puzzolana  when  imported  from  Italy. 

Experiments  before  alluded  to,  in  order  to  ascertion 
the  effect  produced  by  Puzzolana,  and  by  Artificial  Puz- 
zolana upon  Cement. 

(302)  In  consequence  of  puzzolana  having  so  much 
improved  tlie  strenj^th  of  limes  and  lime  mortars,  but  espe- 
cially of  chalk  lime,  as  we  had  found  by  our  last  experi- 
ments (277),  it  api>carcd  desirable  to  ascertain  also  what 
elTcct  it  might  produce  upon  cement ;  and  in  order  to  obtain 
more  conclusive  results,  I  directed  not  only  the  natural 
puzzolana,  but  also  the  ariilicial  puzzolana,  which  we  had 
made  from  the  blue  clay  of  the  Mcdway  in  the  manner  be- 
fore described  in  Article  2(>0,  both  reduced  to  impalpable 
powder,  to  be  tried  in  competition  willieach  other;  mixing 
first  eacli  of  these  puzzolanaswilli  cement  in  equal  measures; 
secondly,  2  measures  of  each  puzzolana  to  1  of  cement;  and 
afterwards  mixing  1  measure  of  each  puzzolana  and  1  of 
cement,  with  1  measure,  with  2  measures,  and  w ith  3  mea- 
sures of  sand,  successively.  The  results  of  these  experi- 
ments, in  which  all  those  mixtures  were  employed,  both  for 
uniting  Portland  stone-bricks  in  pairs,  and  as  square  prisms 
in  the  usual  manner,  are  contained  in  the  following  Tables 
(XVI  and  .WlI),on  examining  which,  and  comparintr  the 
latter  in  particular  with  the  corresponding  parts  of  the  con- 
tents of  Table  XI  (243),  it  will  be  seen  that  both  the  natural 

•  Not  having  been  nsed  in  this  conntry,  except  on  sjiecial  orcasions, 
and  never  generally  for  private  works,  tliere  are  very  few  persons  «ho  deal 
in  puzzolana.  and  the  sale  of  it  has  not  yet  been  arranged  into  a  regular 
system,  the  dealers  sometimes  selliii5  it  to  the  builders  in  its  original  coarse 
state,  and  sometimes  previously  grinding  it,  hut  not  to  an  impalpable  powder, 
as  it  ought  to  be.  Although  eitlier  the  dealers  in  this  article  or  the  builders 
may  grind  it,  it  appeals  to  me  that  it  will  be  more  convenient  for  both 
parties,  that  the  formf-r,  who  are  usually  cement  manufacturers  also,  and 
wFho  tonsf-qncnily  must  have  a  grinding  apparatus  in  their  possession,  should 
execute  this  process,  than  the  latter,  who  have  no  use  at  all  for  such  an 
apparatus  in  the  common  course  of  their  business.  Notwithstanding  the 
authority  of  Sraeaion.  1  think  it  probable,  that  puzzolana  may  be  ground 
more  convrnicndy  and  economically  in  a  wet  state  with  considerable  excess 
of  water,  than  dry. 

t  Not  Mr.  John  Bazley  White,  the  cement  manufacturer.  I  am  in- 
formed that  Mr.  John  White  who  proposed  the  British  puzzolana  wa« 
originally  a  Builder,  and  has  since  been  employed  as  a  Civil  Engineer. 
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and  artifichil  puzzolana  were  injurious  to  the  adhesiveness 
and  resistance  of  cement,  which  they  generally  diminished 
even  more  than  the  like  proportions  of  sand  alone  had  done  ; 
liut  that  of  the  two,  the  artificial  \)UZzolana  injured  the  cement 
rather  less  than  the  natural  puzzolana,  under  tiic  like  circum- 
stances. 

At  the  same  time  in  order  to  ascertain  what  effect,  the 
addition  of  1,  2,  3,  4  and  5  measures  of  each  of  those  two 
puzzolanas  to  1  measure  of  Francis's  cement,  would  have 
upon  the  hydraulic  powers  of  that  cement,  we  made  several 
balls  of  all  those  mixtures,  and  immersed  one  of  each  sort 
under  Vvatcr  on  the  same  day  on  which  they  were  made, 
and  did  the  same  on  each  successive  daj"  for  three  days 
afterwards,  considering  those  which  set  the  lirst  day,  better 
than  those  which  would  not  set  until  the  second  or  third 
day,  and  so  on. 

Of  the  mixtures  with  the  natural  puzzolana,  Fl  PI, 
and  F2  P2,  and  of  those  with  the  artificial  puzzolana  Fl 
AP)  I,  and  F2  ( AP)  2,  set,  or  rather  did  not  fall  to  pieces, 
when  immersed  on  the  same  day,  about  3  hours  after  they 
were  made.  Of  the  other  mixtures  with  the  natural  puzzo- 
lana Fl  P3,  Fl  P4,  and  Fl  P5,  all  set,  when  immersed  24 
hours  after  they  were  made,  or  at  1  day  old,  but  none  of 
the  corresponding:  mixtures  with  the  artificial  puzzolana 
Fl  ( AP)  3,  Fl  (AP)  4,  and  Fl  (AP)  5,  would  set  until  they 
were  3  days  old.* 

After  being  immersed  at  those  periods,  the  whole  of 
them  were  kept  under  water  until  the  tenth  day  after  they 
were  made,  when  on  splitting  them  by  a  chisel  they  were 
all  found  soft  not  only  inside  but  outside.  In  short  puzzo- 
lana, which  so  much  improves  the  hydraulic  powers  of 
common  lime,  spoils  cement,  and  of  the  two  it  appears  that 
the  artificial  is  more  injurious  to  its  water  setting  properties 
than  the  natural  puzzolana;  which  however  is  of  very  little 
importance,  as  no  one  would  ever  mix  these  two  valuable 
substances,  cement  and  puzzolana  together,  to  make  not 
only  a  much  more  expensive  compound,  but  a  very  bad 
one,  whereas  if  used  separately  both  are  good. 

(303)  The  unexpected  superiority  of  adhesiveness  of 
our  artificial  puzzolana,  when  mixed  with  cement,  induced 
us  to  try  further  experiments,  for  the  purpose  of  ascert- 

•  We  tried  similar  proportions  of  sand  with  the  same  rement  in  the 
same  manner,  all  of  whicii  retarded  and  injured  its  watir  setting  powers, 
but  not  quite  so  much  as  the  puzzolana  liad  done,  because  the  balls  of 
cement  mixed  with  sand  were  not  so  soft,  when  broken  after  the  same 
periods  of  immersion. 

R  2 
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aining  its  effects  upon  chalk  lime  and  its  mortars,  in  com- 
parison with  those  which  we  had  already  tried  with  the 
natural  puzzolana,  and  the  same  lime  and  mortars  ;  and  at 
the  same  time,  in  order  to  enable  ns  to  judge  whether  the 
chalk  lime,  about  to  be  used  with  the  artificial,  was  equal 
to  that  which  had  previously  been  used  with  the  natural 
puzzolana,  we  experimented  also  upon  the  strength  of  this 
lime,  and  of  the  mortars  made  by  mixing  it  with  sand 
alone,  as  we  had  done  with  part  of  the  chalk  lime  used  in  our 
former  experiments.  The  results  of  these  new  experiments 
contained  in  the  8  lowest  lines  of  the  two  following  tables, 
when  carefully  collated  with  the  corresponding  experiments 
contained  in  the  lowest  lines  of  Tables  XII  and  XIII, 
(277  ,  afforded  what  we  considered  a  very  fair  comparison 
between  the  natural  and  artificial  puzzolanas,  which  gave 
us  a  much  more  favourable  opinion  of  tlie  strength  of  the 
latter,  than  we  coold  possibly  have  anticipated. 

TABLE  XVI.  COMPARATIVE  RESISTANCE  OF  VARIOUS  MIX- 
TURES  OF  CEMFNT,  WITH  NATURAL  AND  ARTIFICIAL  PUZ- 
ZOLANA, WITH  AND  WITHOUT  sAND,  AND  ALSO  OF  CHALK 
LIME  AND  ITS  MORTARS,  WITH  AND  WITHOUT  PUZZOLANA, 
FORMED  INTO  SMALL  SQUARE  PRISMS  OF  THE  SAME  SIZE 
AS  THOSE  BEFORE  EXPERIMENTED  UPON. 


Oment  Powder  or  liree  Paste, 

mixed  »ith  P,   Pozzoliina  fov- 

dtr,  ( AV ).  Artificial  Puzzolana 

FoKder,  ami  S,  Sand. 


Age 
in 

days 


Weii-ht 

per 
Cubic 
foot  in 

lbs. 


Resistance  estimaied  bj  the  break- 
ing weishts  in  lbs.,  in  several   suc- 
cessive Eiperimenis. 


Aver- 
age r( 

sist- 
IDCC  ic 

lbs. 


Francis's  1,  Pi  ... 
1.  P2  .... 
„    1,PI.  SI 
,,    1,P1,S2 
„    1,P1,S3 


Francis's  l,(AP)l 

l,(APj2.... 
„    1,(AP)1,S1 
„    l,fAP)l,S2 
„    l,rAP)l,S3 


Chalk  Lime  (Hvdrate) 

Chalk  Lime  l,*S2 

1,  S3 


l,fAP;l  .... 
1,(AP)2  ... 
l,rAP)l,Sl 

i,rAP,i,««2 

1,'AP,I,  S3 


15 
15 
13 
15 
15 

15 
15 
15 
15 
15 

15 
15 
15 
15 
16 
IC 
15 
15 


96 
101 
112 

no 

116 

96 
99 

lie 

114 
116 

65 
107 
112 

82 

89 

98 

103 

114 


103 

93 

71 

96 

59 

59 

67 

50 

49 

58 

70 

75 

28 

33 

47 

39 

33 

42 

35 

44 

91 

82 

79 

89 

117 

112 

112 

96 

67 

72 

74 

77 

44 

49 

46 

56 

44 

47 

37 

30 

39 

25 

35 

32 

39 

39 

26 

2S 

35 

32 

26 

26 

108 

116 

206 

157 

264 

105 

77 

238 

123 

100 

117 

112 

75 

54 

60 

82  1 

63 

40 

46 

53 

76 
61 
68 
33 

49 

140 
95 
73 
39 
30 

37 

40 

57 

173 

171 

124 

49 


88 
59 
64 
36 
41 

96 

106 

73 

47 
38 

34 

34 

35 

132 

109 

115 

68 

51 
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TABLE  XVII.  COMPARATIVE  ADHESIVENESS  TO  PORTLAND 
STONE,  OF  VARIOUS  MIXTURES  OF  CEMENT,  WITH  NATURAL 
AND  ARTIFICIALPUZZOLANA,  WITH  AND  WITHOUT  SAND, 
AND  ALSO  OF  CHALK  LIME  AND  ITS  MORTARS,  WITH  AND 
AVITHOUT  PUZZOLANA,  TOGETHER  WITH  THE  RESISTANCE 
OF  THE  SAME  MIXTURES  REPEATED  FROM  THE  PRECEDING 
TABLE. 


Cemrnt  Powder  or  Lime  Paste, 
mixed  witli  P,  Puzzolaiia  Pow- 
der, (AP),  Aititicicil   Piizzolaua 
Powder,  and  S,  Saud. 


Age 

ill 
days. 


Adhesiveness  estimated  by  the  break- 
ing weight  in   lbs.,  in  several  suc- 
cessive Experiments. 


Aver- 
age 
Adhe- 
sive- 
ness in 
Ihs. 


Aver- 
age 
Resis- 


Francis's  1,  Pi    

„         1,P2   

1,  PI,  SI 

1,PI,S2    

„         1,P1,S3    

Francis's  1,(AP)1   ..... 

„  1,(AP)2  .... 
„  l,(AP)l,Sl.. 
„  I,(Al')l,S2.. 
„         l,(AP)l,S3.. 

Chalk  Lime  (Hydrate) . . 

Chalk  Lime  1,  S2 

1,  S3 

1,(AP)J  .. 
l.(AP)2.. 
1,(AP)1,S1 
1,(AP)1,S2 
1,(AP)1,S3 


1250 
199 
G52 
202 
240 

949 
531 

398 
4G8 

387 

92 
393 
235 
513 
084 
354 
GG3 
395 


423 
305 
641 
359 
233 

593 
409 
320 
134 
31G 

239 
2S8 
237 
GI3 
838 
712 
59G 
404 


255 
303 
597 
309 
247 

748 
484 
5GG 
52G 
281 

219 
329 
272 
1G5 
1105 
G02 
322 
320 


441 
221 

557 
272 
190 

G22 
440 
5G2 
414 
253 

125 
358 
170 
457 
1177 
590 
207 
348 


561 
379 
277 
1G5 
179 

571 

398 

1000 

162 

2G8 


277 

373 
1021 

628 
369 
362 


586 
281 
545 
261 
218 

G97 
452 
567 
341 
301 

169 
329 
229 
424 
965 
575 
443 
366 


88 
59 
64 
36 
41 

96 

106 

73 

47 

38 

34 

34 

35 

152 

169 

115 

68 

51 


(304)  Having  thus  tried  the  comparative  adhesiveness 
and  resistance,  both  of  the  natural  and  of  our  artificial  puz- 
zolana  mixed  with  chalk  lime  and  the  mortars  of  that  lime 
in  various  proportions,  we  next  experimented  upon  the 
same  mixtures,  in  order  to  ascertain  their  comparative 
hydraulic  powers,  in  the  same  manner  in  which  we  had  ex- 
perimented upon  the  various  mixtures  of  those  puzzolanas, 
combined  with  cement,  that  is  by  making  several  balls  of 
all  those  mixtures,  and  putting  one  of  each  under  water  on 
the  same  day  tiiat  they  were  made ;  and  also  1,  2,  3  and  4 
days  afterwards. 

No  mixtures,  either  of  the  natural  or  artificial  puzzolana, 
would  set  under  water  on  the  same  day  on  which  they  were 
made,  nor  even  on  the  day  following  when  one  day  old  ; 
but  the  whole  of  them  went  to  pieces  on  those  days. 
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The  mixtures  denoted  l)y  CI  P2  and  CI  (AP)  2,  each 
composed  of  1  measure  of  tlmlk  lime  mixed  uith  2  mea- 
sures of  the  natural  or  of  tlie  artiticial  puz/ohuia.set  under 
water  at  2  days  old,  and  when  taken  out  and  broken  5  days 
afterwards  they  were  both  hard  inside,  but  the  latter  seemed 
rather  the  hardest  of  the  two. 

The  mixtures  of  the  natural  puzzolana  denoted  by  CI 
PI,  CI  PI  SI,  and  CI  PI  J-2,  and  those  of  the  artifi(  ial  puz- 
zolana denoted  by  Cl(AP)l,  and  Cl(AP)  I  82,  set  under 
water  at  -i  days  old,  and  w  hen  taken  out  and  broken  4  days 
afterwards,  were  soft  inside. 

(3U5)  That  the  y^rfificial  Puzzolana  made  l>y  cal- 
ciuitig  the  Blue  Claij  of  the  Mcdway,  is  not  quite  equal 
in  its  water-settinq  Properties  to  lite  PuzznUma  of  Italy, 
and  also  rather  inferior  to  it  in  liesistance,  but  tlial  it  is 
much  superior  to  it  in  Adhesiveness. 

First,  in  regard  to  tjieir  romparative  hydraulic  powers, 
the  experiments  which  have  just  jjeen  described,  would 
seem  to  prove,  that  there  is  very  little  difference  between 
the  two,  as  the  artificial  was  only  inferior  to  the  natural  in 
one  trial  out  ot  five ;  l)ut  on  referring  back  to  our  former 
experiments  also  (2(j0),  in  which  the  latter  had  rather  the 
superiority,  it  appears  proper  to  admit,  that  the  mortars 
made  with  our  artificial  puzzolana  may  be  expected  to  set 
very  nearly,  but  not  quite  as  soon,  astiie  like  mortars  made 
with  the  natural  puzzolanas  of  Italy. 

Secondly,  in  regard  to  their  resistance,  by  comparing 
the  results  recorded  in  Table  XII  (277),  and  in  Table  XVI, 
in  the  last  5  lines  of  each,  it  must  be  admitted,  that  the  arti- 
ficial is  generally  inferior  to  the  natural  puzzolana  in  this 
quality,  since  only  one  in  five  of  the  artificial  puzzolana 
mortars  evinced  greater  resistance,  than  the  corresponding 
mortars  of  the  natural  puzzolana. 

Thirdly,  in  regard  to  their  adiiesiveness,  by  comparing 
in  like  manner  the  results  recorded  in  Table  XIII  (*-277), 
and  in  Table  X\TI,  in  the  last  five  lines  of  each,  it  will  be 
seen  that  the  artificial  puzzolana  is  much  superior  to  the 
natural  in  this  important  quality. 

For  example,  the  mixture  CI(AP)2,  composed  of  2 
measures  of  artificial  puzzolana  combined  with  1  measure 
of  chalk  lime  pa.ste,  not  only  possessed  twice  as  nmch 
adhesiveness  as  the  corresponding  mixture  of  natural  puz- 
zolana with  the  same  lime ;  but  at  17  days  old  it  even  proved 
superior  in  that  quality  to  all  but  one  of  the  cement  mor- 
tars, that  wc  had  made  by  mixing  the  best  artificial  and 
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natural  cements  with  sand  in  equal  measures  of  each,  when 
these  last  mixtures  were  fiom  11  to  13  clays  old,  as  will  be 
seen  by  referring  back  to  Table  X  (241). 

Thus  the  blue  mud  or  alluvial  clay  of  the  Medway 
affords  us  the  means  of  rivalling  by  very  simple  processes, 
not  only  the  most  powerful  natural  cements  of  England,  but 
also  the  puzzolanas  of  Italy  and  the  trass  of  the  Rhine, 
neither  of  which  valuable  properties  would  probably  have 
come  under  my  notice,  if  it  had  not  previously  been  con- 
stantly used  by  the  Soldiers  under  my  command  at  Chatham, 
by  their  own  choice  and  not  by  my  desire,  for  a  very  dif- 
ferent purpose  (2). 

(30G)  I  shall  here  remark,  that  puzzolana,  and  trass, 
as  well  as  the  coloured  clays  of  nature,  together  with  seve- 
ral basalts  and  slates  or  other  schistous  rocks,  all  agree  in 
consisting  principally  of  silica  aud  alumina  with  a  propor- 
tion of  the  oxide  of  iron,  the  two  former  substances  usually 
amounting  at  least  to  two  thirds  and  sometimes  to  three 
fourths  of  the  solid  matter  in  the  whole  compound,  and  the 
latter  varying  Irom  perhaps  one  12th  or  one  10th  to  one  5th 
of  the  same,  besides  whicli  other  component  parts  of  less 
importance  such  as  carbonate  of  lime,  magnesia,  and  the 
alkaline  salts  arc  also  found,  usually  in  smaller  proportions 
tlian  the  iron,  and  not  alike  in  all.  But  though  there  is  thus 
a  considerable  similarity  in  their  character,  as  ascertained 
by  chemical  analysis,  i-  and  though  my  experiments  with  the 
blue  clay  of  the  Medway  induce  me  to  place  great  confi- 
dence in  the  artificial  puzzolanas,  that  may  be  formed  by 
the  moderate  calcination  of  any  very  fine  impalpable  clay, 
I  doubt  whether  any  of  the  basalts  or  schists  are  equally 
suitable  for  that  purpose,  as  has  been  asserted  ;  because  the 
basalts  have  a  degree  of  hardness  equal  to  that  of  over- 
burned  bricks,  w  hilst  the  best  puzzolanas  are  in  the  slate  of 
moderately  burned  bricks  ;  and  1  apprehend,  that  even  the 
schists  are  generally  in  too  hard  a  state  to  yield  satisfactory 
results.  If  however  on  a  fair  and  ample  trial  of  their  com- 
parative strengths,  they  should  not  prove  so  much  inferior 
to  the  fine  clays  of  nature,  as  1  anticipate,  they  may  be 
made  available  as  artificial  puzzolanas,  in  those  districts, in 

*  If  artificial  puzzolana  made  tVom  tills  clay  should  ever  be  nianufac- 
tured  for  sale,  in  England,  which  is  not  im|Hobable,  it  will,  however  useful 
and  efficient  it  may  prove,  have  no  pretension  to  a  new  discovery  or  improve- 
ment. (See  Article  258,  anil  Articles  lxx  and  xciii,  in  the  Appendix.) 

t  See  the  analysis  of  trass  and  puzzolana  in  the  Appendix,  and  the 
analysis  of  slates,  schistous  rocks  aud  basalts  iu  any  approved  woik  on 
mineralogy. 
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>vhich  they  are  abundant  but  where  little  or  no  clay  is  to  be 
found,  which  is  the  case  in  many  parts  of  Scotland.  Com- 
pact clays  not  soJt  enough  to  be  plastic,  and  yet  not  hard 
enough  to  lurnish  stones  fit  for  the  walls  or  roots  of  build- 
ings, such  as  are  occasionally  to  be  met  with,  as  if  I  reollect 
rightly  in  the  island  of  Heligoland,  would  probab'y  f  »rm  a 
useful  substitute  for  puzzolana,  by  merely  pulverizing  them. 

FARTHER  EXPERIMENTS  ON  THE   STRENGTH    OF   CEMENT 
JOINTS,  FOR  CONNECTING  LARGE  STONES. 

(307)  The  experiments  recorded  in  from  Article  214, 
to  218  inclusive,  for  ascertaining  the  adhesiveness  of  the 
natural  and  artificial  cements  to  large  Bramley-fall  stones, 
did  not  lead  to  any  decisive  result,  as  to  the  comparative 
superiority  of  either,  owing  to  repeated  breakages,  occa- 
sioned by  the  joints  of  both  cements  proving  stronger,  and 
the  apparatus  lor  trying  them,  much  weaker,  than  had  been 
anticipated;  but  they  sufficiently  demonstrated  what  had 
hitherto  been  considered  doubtful,  that  cement  may  be  used 
with  advantage  for  masonry  composed  of  the  largest  and 
heaviest  stones. 

In  continuation  of  the  experiments  in  Article  218,  we 
connected  the  same  two  Bramley-fall  stones  there  des- 
cribed, by  a  joint  of  our  artificial  cement  mixture  C4  B5*5, 
and  used  the  common  mason's  lewis  for  suspending  them, 
which  w  as  done  by  letting  it  about  55  inches  into  the  upper- 
most stone.  On  applying  weights  in  the  usual  manner,  the 
joint  was  torn  asunder  by  8459  lbs,  but  on  inspection,  it 
w  as  found  to  be  an  imperfect  one,  part  of  the  space  between 
the  two  stones  being  w  ithout  any  cement  for  about  one  sixth 
part  of  the  whole  extent,  so  that  from  this  defect  in  the 
center  of  it,  the  real  surface  of  cement  joint  acted  upon  was 
only  about  830  superficial  inches,  instead  of  1000,  which  it 
ought  to  have  been. 

At  the  time  when  this  fracture  took  place,  the  lewis  was 
gradually  being  drawn  out  of  the  upper  stone,  which  had 
been  splintered  in  consequence,  and  would  certainly  have 
given  way  before  the  joint,  had  the  latter  been  perfect. 

(308)  \Ve  therefore  renewed  the  same  experiment,  afier 
cleaning  the  stones,  taking  every  pains  to  make  our  new 
cement  joint  of  1000  superficial  inches  quite  perlect,  and 
now  instead  of  a  lew  is,  we  used  an  iron  plug,  secured  into 
the  whole  depth  of  the  upper  stone  nearly  by  melted  lead, 
and  so  formed  that  it  could  not  possibly  be  drawn  out  with- 
out breaking  the  stone. 
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After  applying  7110  lbs  ,  the  bolt  of  the  shackle  of  this 
iron  plug  broke,  and  both  stones,  with  the  weights  bearing 
on  the  lower  one,  i'ell  to  the  ground. 

Having  replaced  the  iron  bolt  by  a  piece  of  steel  of 
greater  strength,  and  submitted  the  same  joint  which  ap- 
peared uninjured  to  a  second  trial,  the  plug  itself  broke 
oif  close  to  the  upper  stone,  after  11,8:25  lbs,  were  applied, 
and  the  stones  and  wcigiits  again  fell  to  the  ground. 

Next  day,  as  the  joint,  which  was  now  17  days  old, 
still  appeared  uninjured,  we  cut  '2  mortises  into  the  upper 
stone,  each  5  inclics  deep,  similar  to  others  that  had 
been  cut  before,  uhen  (his  stone  formed  part  of  a  larger 
one,  used  in  a  former  expeiiment.  Into  these  mortises,  we 
inserted  4  iron  bearers,  on  opposite  sides  of  the  stone,  and 
secured  them  with  melted  lead  ;  and  having  again  sus- 
pended our  two  stones  by  these  bearers,  we  applied  weights 
to  the  lower  stone  as  before,  and  gradually  increased  them, 
until  the  joint  was  torn  asunder,  which  was  cfl'ected  by  a 
total  weight  of  12  HS2  lbs.,  being  rather  more  than  we  had 
previously  calculated  upon  (218.)  The  cement  in  this 
joint  happened  to  be  unusually  thick,  being  7-sixteenths  of 
an  inch  in  mean  thickness,  so  that  some  parts  of  it  were 
more  than  half  an  inch  thick,  which  seems  to  prove  that  thick 
joints  are  not  so  very  prejudicial  to  the  strength  of  brick- 
work or  masonry  laid  in  cement,  as  we  had  before  supposed. 

Considering  that  the  joint  might  have  been  shaken  by 
the  two  falls,  as  well  as  l)y  the  act  of  cutting  the  mortises 
that  have  been  mentioned,  into  the  upper  stone,  the  great 
weight  required  to  tear  it  asunder,  after  those  circum- 
stances, is  a  proof  that  our  artificial  cement  possesses  not 
only  great  adhesiveness,  but  considerable  toughness,  in 
which  last  and  very  important  quality  we  had  before  re- 
marked, that  it  appeared  to  excel  the  natural  cement.  (218.) 

EXPERIMENTS  ON  THE  RESISTANCE  OF  BRICK  BEAMS  BUILT 
W  ITH  PURE  OR  NETT  CEMENT,  W' ITH  AND  WITHOUT  HOOP 
IRON   BOND.     GREAT  IMPORTANCE  OF  THIS  BOND. 

(309)  In  order  to  ascertain  how  much  of  the  extraor- 
dinary resistance  of  brick  beams  built  with  cement,  such  as 
were  before  described  in  Articles  225  and  226,  might  be 
owing  to  the  hoop  iron  bond,  the  following  experiments 
were  tried  at  my  request,  by  special  permission  and  autho- 
rity of  the  Honourable  Board  of  Ordnance. 
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1st.  We  built  a  hrick  beam  with  pure  ceraeut,  two 
bricks  wide  and  four  courses  of  bricks  high,  upon  two 
brick  piers 'built  with  cement  and  sand  mixed  in  equal 
measures,  each  of  which  was  2  feet  6  inches  high  and  2 
bricks  square  above  the  level  of  the  ground,  l>clow  which 
there  was  one  footing  or  foundation  course  2^  bricks  square, 
bedded  in  common  mortar,  with  the  earth  well  rammed.* 
The  beam  which  was  1^4•  inches  wide  and  12  inches  high, 
measured  13  feet  1  inch  in  extreme  length,  with  a  clear  in- 
terval of  10  feet  between  the  piers,  to  which  it  was  united 
by  joints  of  pure  cement,  as  represented  in  the  annexed 
figure,  which  shows  also  the  apparatus  afterwards  used  for 
breaking  it  down,  consisting  of  a  frame  and  planks  for 
carrying  the  weights,  suspended  from  a  round  bar  of  wood, 
resting  on  the  center  of  the  top  of  the  beam. 


'.  '   ''li/m...! 


■  '  ■'■  I  '  •' 


EUration  of  an  Experimental  Brick  Beam, 

2dly.  We  built  another  brick  beam  precisely  similar 
to  the  alK)Vc,  but  with  the  addition  of  5  longitudinal  pieces 
of  hoop  iron,  extending  the  whole  length  of  the  brickwork, 
2  of  which  were  placed  in  the  lower  joint,  1  in  the  center 
joint,  and  two  in  the  upi)er  joint  of  the  beam,  as  represented 
in  section,  in  the  following  figure,  which  also  shows  the 
breaking  apparatus  before  mentioned. 


Sect, 


■a/  Bfick  licam. 


*  In  the  2  piers  we  used  ISO  bricks,  2'8  cab:c  feet  of  cement  powder 
and  2-8  cubic  feet  of  sand.  Thns  the  qnantitv  of  cement  was  ratber  less 
than  26  cubic  inches  per  brick,  and  was  in  tbe  proportion  of  I-5th  nearly  of 
the  whole  mass  of  brickwork  in  those  piers,  the  sand  and  cement  together 
measuring  originally  about  2-6ftbs  of  the  said  mass,  of  which  they  after* 
wards  formed  a  part.  In  the  brick  beam  we  used  272  bricks,  and  7*11  cubic 
feet  of  cement  powder,  w  hich  was  therefore  at  the  rate  of  rather  more  than 
45  cubic  inches  per  brick,  and  was  in  the  proportion  of  rather  more  than 
one  third  of  the  whole  mass  of  brickwork  afterwards  composing  the  beam, 
which  was  fioishcd  in  6  hours  bv  2  brickla>ers  and  2  labourers. 
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3Jly.  We  constructed  a  third  beam  similar  (o  the  last 
in  every  respect,  exceptlns;  that  the  brickwork  was  built 
with  mortar,  composed  oi'3  measures  of  sand,  mixed  with 

1  measure  of  well-slaked  Hailing  lime  putty,  of  a  stiffish 
consistency.* 

We  removed  the  wood  work  upon  which  the  1st  and  2d 
beams  had  been  built,  in  10  and  in  7  days  respectively,  after 
they  were  finished,  and  at  the  end  of  50  days  we  applied 
wei<rhts  to  break  them  down,  which  were  laid  upon  strong 
planks  placed  on  a  sort  of  scaleboard  below  the  bean),  sus- 
pended by  means  of  2  bent  pieces  of  iron  passing  over 
both  ends  of  a  transverse  bar  of  wood,  resting  on  the  center 
of  the  top  of  the  beam.  The  planks,  by  projecting  consi- 
derably be5on(l  the  sides  of  the  piers  and  beam  at  both 
ends,  allowed  the  iron  weights  to  be  applied  without  inter- 
fering with  the  brickwork. 

(310)  The  first  beam,  which  was  built  with  pure 
cement,  without  the  aid  of  the  hoop  iron  bond,  gave 
way  under  a  total  weight  of  4J)8  lbs.,  only,  including  the 
apparatus  which  has  just  been  described.  But  the  two 
lower  joints  had  been  cracked  entirely  across  the  soffit, 
before  any  weight  was  laid  upon  the  beam,  which  there- 
fore was  not  a  perfect  one.  This  crack,  w  hich  was  very 
fine,  had  not  been  observed  until  a  day  or  two  before  the 
experiment,  which  consequently  was  not  a  fair  one ;  but 
the  circumstance  sufiiciently  proves  that  the  centering  was 
removed  too  soon,  and  that  a  brick  beam  of  the  above 
dimensions,  built  with  pure  cement,  is  precarious.  In  fal- 
ling, this  beam  broke  int«)  three  pieces,  of  which  the  centre 
one  was  not  quite  3  feet  long,  and  the  other  two  diflfered  in 
length  by  about  10  inclies.  One  of  the  two  fractures 
agreed  with  the  original  crack  that  has  been  mentioned, 
and  was  about  1  foot  from  the  center  of  the  beam. 

(311)  The  second  beam,  built  also  with  pure  cement, 
but  having  the  advantage  of  the  five  longitudinal  bond 
irons,  showed  a  deflection  of  1  tenth  of  an  inch  when  loaded 
with  a  total  weight  of  2537  lbs.,  which  gradually  increased 
to  2  tenths  under  a  weight  of  3718  lbs.,  and  at  this  time 
there  was  a  crack  across  the  two  lower  courses  of  the  beam. 

•  In  this  beam  were  used  272  bricks,  7-11  cubic  feet  of  sand,  and  237 
cubic  feet  of  Hailing  lime  putty,  so  that  the  sand  alone  measured  rather 
more  than  one  third,  and  the  lime  putty  rather  more  than  one  ninth  of  the 
whole  mass  of  brickwork  of  the  beam.  The  ingredients  composing  tlie  mor- 
tar therefore  originally  measured  rather  more  than  4  ninths  of  the  said  mass, 
of  which  they  afterwards  formed  a  part.    This  beam  was  built  by  the  same 

2  bricklayers  and  2  labourers  in  10^  hours. 
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When  394.3  lbs,,  were  laid  on,  the  crack  extended  to  the 
3d  course  of  the  beam,  and  the  deflection  had  increased  to 
5  tenths.  With  a  \vei;^ht  of  4308  lbs.  ;  the  deflection  was 
equal  to  I  inch,  but  with  a  weight  of  4.V23  lbs.,  the  crack 
extended  entirely  across  the  beam,  throughout  its  whole 
depth,  and  the  scale  board  supporting  the  planks  on  which 
the  weights,  consisting  of  iron  ballast,  were  applied,  fell  to 
the  ground.  On  removing  these  weights  and  the  whole 
apparatus,  the  beam  appeared  in  elevation,  as  shown  in  the 
following  figure,  with  its  center  4  inches  lower  than  the 
ends.  In  consequence  of  the  beam  being  bedded  with 
pure  cement  on  the  tops  of  the  piers,  it  tore  off"  the  upper- 
most course  of  brickwork  of  each  pier,  which  adhered  to 
the  ends  of  it,  separating  themselves  entirely  from  the  re- 
mainder of  their  respective  piers. 


Elevation  oj  the  2d  Beam  fractured. 

We  next  raised  the  apparatus  for  the  weights  higher, 
by  supporting  the  bar  of  wood  upon  two  pieces  of  iron 
ballast,  laid  on  each  side  of  the  fracture  at  the  top  of  the 
beam.  This  enabled  us  to  apply  weights  again,  which 
rather  proved  the  strength  of  the  hoop  iron  than  of  the 
brick  and  cement  work,  the  latter  having  been  already  com- 
pletely fractured,  and  on  increasinsr  our  weights  to  4314  lbs, 
the  beam  again  broke  down,  and  tell  as  low  as  the  scale- 
board  beneath  it  would  permit,  and  at  this  period  the  center 
of  the  beam  was  22^  inches  lower  than  its  ends,  as  shown 
in  the  elevation  in  the  next  figure,  which  represents  its 
state,  after  the  weights  and  all  the  breaking  apparatus,  ex- 
cept the  scaleboard,  w  hich  prevented  it  from  touching  the 
ground,  had  been  removed. 


Eletation  0/  the  2d  Beam  intirely  broken  down. 
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On  examining  it,  we  found  that  the  center  iron  was  bent, 
and  the  parts  of  the  brickwork  there  though  fractured  were 
in  contact  or  nearly  so ;  but  the  two  lower  irons  had  been 
broken,  and  the  brickwork  there  had  opened  out  consider- 
ably, and  two  small  irregular  vertical  cracks  showed  them- 
selves, one  on  each  side  of  the  principal  fracture,  and  a  few 
of  the  lower  course  of  bricks  had  been  broken  off  in  this 
part,  probably  by  the  violent  action  of  the  two  irons  when 
broken.  In  the  upper  part  of  the  beam,  which  had  been 
subject  to  compression,  the  bricks  in  the  center  were  forced 
violently  against  each  other  and  crushed,  and  the  two  upper 
irons  were  buckled  but  not  broken. 

Thus  the  first  brick  beam,  built  with  pure  cement  appears 
to  have  been  scarcely  capable  of  supporting  its  own  weight, 
from  having  been  deprived  of  its  centering,  when  only  10 
days  old  ;  for  being  thereby  injured,  when  its  strength  was 
tried  after  the  cement  was  50  days  old,  it  broke  down  un- 
der a  weight  of  498  lbs:  whilst  the  second  beam  strengthened 
by  the  hoop  iron  bonds  required  nearly  9  times  that  weight- 
before  it  was  fractured,  and  even  then  only  fell  4  inches  in 
the  center,   being  held  together  by  the  hoop  iron. 

(312)  In  trying  these  experiments  we  did  not  wish  to 
produce  any  extraordinary  results,  but  to  ascertain  a 
doubtful  point  of  some  importance,  and  therefore  we  did 
not  give  to  any  of  our  beams  such  dimensions  as  would 
have  required  very  enormous  weights  to  break  them  down, 
like  those  made  by  Mr.  Brunei  and  Messrs.  Francis. 
Insignificant,  however,  as  the  weights  that  cracked  and 
finally  fractured  our  second  brick  beam,  may  appear,  it 
was  not  in  reality  weaker,  in  proportion  to  its  dimensions, 
than  either  of  the  above.* 

(313)  The  woodwork  supporting  the  tliird  beam  was 
removed  in  42  days  after  the  brickwork  had  been  finished, 
but,  observing  next  day,  that  a  perceptible  though  small 
deflection  had  taken  place,  we  replaced  it,  until  the  mortar 
was  50  days  old,  when  we  finally  removed  it,  and  subjected 
this  beam  to  the  same  breaking  apparatus,  as  the  others. 
The  original  deflection  at  this  time,  was  nearly  a  quarter  of 
an  inch,  which  on  loading  the  beam  witli  700  lbs.  increased 
to  3  tenths  of  an  inch,  and  oa  adding  42  lbs.  more,   the 

•  The  comparative  resistance  of  beams  of  the  same  materials  is  stated  by 
a  popular  rule,  to  be  inversely  as  their  lengllis  and  directly  as  their  widths 
and  as  the  squares  of  their  depths.  Hence  if  the  above  rule  be  considered 
sufficiently  correct  to  afford  a  rough  estimate  approximating  to  the  truth, 
the  comparative  strength  of  Mr.  Brunei's  beam  ought  to  have  been  8  times 
and  of  Messrs.  Francis's  11  times  greater  than  mine. 
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beam  broke,  and  the  loaded  scale  board  came  in  contact 
with  the  ground.  On  removinij  the  weight:?  and  all  the 
apparatus  tor  supporting  them  ;  although  there  was  now 
a  complete  fracture  through  the  center  of  the  beam,  it 
had  no  tendency  to  fall  lower,  being  held  together  by 
the  hoop  iron,  but  the  center  of  il  had  sunk  C>  inches 
lower  than  the  ends,  so  that  it  was  apparently  nearly  in  the 
same  state  as  the  second  beam  afler  its  tirst  fracture ; 
but  on  examination,  we  found  that  the  whole  of  the  irons 
had  been  drawn  inwards,  from  their  original  position  on 
one  side  of  the  beam  along  the  joints  of  the  mortar,  to  the 
depth  of  more  than  an  inch  and  a  half  from  the  end  of  the 
beam  on  that  side,  with  which  they  had  orisrinally  been 
flush.  In  this  state  we  loaded  the  beam  with  pig  iron  bal- 
last piled  over  its  center,  until  it  broke  do\\n  under  a 
weight  ol  'MM  lbs,  when  that  half  of  the  beam  in  which  the 
ironshad  been  drawn  Irom  their  original  position  fell  almost 
all  to  pieces,  every  joint  of  the  gi-eater  part  <jf  it  l)eing 
broken  or  injured,  wliilst  the  other  half  of  the  beam  in 
wliich  the  irons  had  not  been  moved,  held  together  in  one 
compact  mass,  of  which  the  greater  part  w  as  apparently  un- 
injured. None  of  the  irons  were  broken  in  this  experi- 
ment, but  those  belonging  to  the  weaker  end  of  the  beam 
were  violently  bent  and  contorted.  The  annexed  figure  is 
a  view  of  the  beam,  when  thus  finally  broken  down.  One 
of  the  piers  was  moved  out  of  its  original  perpendicular 
position,  and  separated  a  little  from  the  ground  on  one 
side  of  it  l)y  the  action  of  the  beam  in  fulling. 


ViiW  of  the  third  Beam 


(314)  This  experiment  compared  with  the  two  others 
proves  the  great  importance  of  the  hoop  irons,  for  the 
brick  beam  built  with  common  mortar  could  not  possibly 
have  held  together  w  ithout  them  at  all ;  but  by  their  aid,  it 
proved  stronger  than  the  brick  and  cement  beam  first  ex- 
perimented upon,  although  if  the  supports  of  both  had  been 
kept  standing  for  the  same   period,  the   latter  would   no 
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doubt  liave  had  the  superiority.  But  althou§:h  of  some 
value  even  with  common  mortar,  llic  circumstance  of  such 
mortar  not  having-  tenacity  enough  to  prevent  the  iron  bars 
from  being  drawn  along  (he  joints,  when  acted  upon  by  a 
moderate  force;  after  \vhich  they  cease  to  be  an  efficient 
bond,  is  an  ol)jcction  to  tliis  com])ination.  But  when  hoop 
irons  are  used  to  strengtlicn  a  brick  beam  built  with  pure 
cement,  the  mutual  adhesion  of  tlie  cement,  and  of  the 
irons  is  so  perfect,  that  no  force  can  separate  them  without 
producing  tlie  complete  fracture  of  the  brickwork,  which  is 
thus  resisted  by  all  the  tenacity  of  the  iron. 

(315)  The  conclusion,  that  may  be  drawn  from  the 
above,  is  that  cement  bond,  consisting  of  4  or  5  courses  of 
brickwork  laid  in  pure  cement,  if  strengthened  by  longi- 
tudinal pieces  of  hoop  iron  in  all  the  joints,  may  be  used  to 
supersede  not  only  the  wooden  lintels  of  doors  and  win- 
dows, but  all  timber  bond  generally  in  the  walls  of  build- 
ings, as  sugsrested  in  Article  234,  which  was  written  before 
we  had  tried  these  last  experiments.  In  using  hoop  iron 
bond  in  walls,  the  irons  should  extend  if  possible  the 
whole  length  of  each  w  all  in  one  piece  ;  but  if  a  break  be 
nece.s.sary,  the  adjoining  ends  need  not  be  united  together 
by  the  blacksmith,  but  turned  down  at  right  angles  into 
one  of  the  vertical  joints  of  the  wall  by  the  bricklayers 
themselves.  Without  hoop  iron  bond,  on  the  contrary, 
the  additional  strength  communicated  by  cement  alone 
would  not  suffice  in  difficult  cases. 

It  is  to  be  observed,  however,  that  a  continued  string  of 
4  or  5  courses  of  cement  and  hoop  iron  bond,  in  the  walls 
of  a  building,  would  not  be  exposed  by  any  means  to  the 
same  strain,  as  our  experimental  brick  beams;  for  it  would 
not  have  to  bear  much  more  than  its  own  weight  in  all  the 
un.supported  parts  over  a  door  or  a  window,  there  being 
other  windows  above  those,  and  in  all  the  intermediate 
portions  of  the  wall  corresponding  with  the  ends  of  our  ex- 
perimental brick  beams,  the  courses  of  cement  bond  al- 
luded to  would  not  only  be  supported  from  below,  but  their 
strength  would  be  greatly  increased  by  the  weight  of  the 
solid  parts  of  the  wall  above,  it  being  well  known  that  all 
beams  have  a  much  greater  resistance,  when  firmly  fixed, 
than  when  merely  supported  at  their  ends,  which  Mr.  Bar- 
low in  his  able  and  useful  Treati.se  on  the  strength  and 
stress  of  timber  estimates  from  his  own  experiments,  as 
being  in  proportion  to  the  numbers  3  and  2.  Besides 
which,  10  feet  between  the   bearings  is  a  much  greater 
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>vidth  than  would  be  tjiveii  in  practice  to  the  windows,  or 
even  to  the  doors  of  the  larijest  huilding,  unless  the  latter 
were  carriage-gateways,  which  are  more  usually  covered 
by  semicircular  or  elliptical  arches,  than  by  flat  arches  or 
straight  lintels. 

It  only  remains  further  to  remark,  that  the  flattest  and 
thinest  brick  and  cement  arch  has  sufficient  power  to  resist 
great  pressure,  in  openings  of  10  or  even  15  Ject,  as  was 
proved  by  one  of  our  former  experiments  (134)  ;  though  a 
straight  brick  and  cement  beam  is  not  to  be  recommended, 
over  such  openings,  unless  consolidated  by  hoop  iron  bond. 
(GIG)  We  next  experimented  upon  the  most  perfect 
fragment  of  the  first  brick  and  cement  beam,  by  laying  it 
upon  two  piers  at  the  clear 
distance  of  only  3  feet  apart, 
and  applying  the  same  appara- 
tus, we  loaded  it  in  the  usual 
manner,  as  represented  in  the 
annexed  figure,  when  it  broke 
under   a  weight   of  2356  lbs.     '■^yyy^y^yy^y^. ;,....J. 

(317)  We  experimented  also  in  precisely  the  same 
manner  upon  the  most  perfect  half  of  the  third  or  brick  and 
mortar  beam,  which  we  laid  upon  two  piers  at  the  clear  dis- 
tance of  2  feet  2|  inches  apart,  but  not  having  room  for  our 
former  apparatus  in  this  narrow  space,  we  laid  one  single 
piece  ofiron  ballast  transversely  across  the  center  of  the  beam, 
upon  which  we  built  others,  projecting  beyond  it,  in  alter- 
nate courses  longitudinal  and  transverse.  On  applying 
4887  lbs,  two  bricks  fell  out  from  the  bottom  of  the  pier. 
When  the  weight  was  increased  to  4'J93  lbs,  a  third  brick 
also  fell,  and  on  increasing  it  to  5147  lbs.  the  beam  fell  to 
pieces.  Thus  this  portion  of  the  Hailing  lime  mortar  beam 
appears  to  have  been  stronger  in  proportion  even  than  that 
of  the  pure  cement  beam,  owing  no  doubt  entirely  to  the 
advantage  of  being  bonded  by  the  hoop  iron. 

FINAL    RESISTANCE  OF    MESSRS.    FRANCIS'S    EXPERIMENTAL 
BRICK  BEAM,  BEFORE  DESCRIBED. 

(318)  Since  the  above  was  written,  the  experimental 
brick  and  cement  beam  with  hoop  iron  bond,  of  Messrs. 
Francis  and  Sons  at  nine  Elms  Vauxhall,  to  uhicii  a  weight 
of  24,000  lbs, had  been  permanently  suspended,  as  deseribed 
in  Article  22G,  was  broken  down  on  the  14th  of  February 
1838,  in  the  presence  of  many  scientific  and  professional 
men,   whom  they   had   invited  to  witness  this  interesting 
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experiment,  the  ground  being  required  for  the  metropolitan 
terminus  of  the  Southampton  railway.  Not  being-  able  to 
attend,  as  I  wished,  I  learned  on  inquiry,  that  no  crack  was 
observed,  before  the  entire  fracture  of  the  beam,  which  was 
suddenly  eflected,  when  the  additional  weights  gradually 
laid  on  amounted  to  a  total  of  50,1 7G  lbs,  (or  22  tons  8 cwt). 
It  was  broken  into  three  parts,  two  of  which  were  very 
nearly  equal,  each  consisting  of  almost  one  half  of  the 
beam,  whilst  the  third  near  to  the  top  was  a  very  small 
irregular  lump;  the  fracture  which  commenced  vertically 
from  the  bottom  upwards,  nearly  all  along  the  middle  of 
the  beam,  having,  when  very  near  to  the  top,  diverged  into 
two  brandies  in  the  form  of  the  capital  letter  Y,  which  I 
think  must  have  been  caused  by  two  parallel  cross-timbers 
near  to  the  center  of  the  top  of  the  beam  bearing  equal  por- 
tions of  the  weights,  which  were  not  suspended  from  one 
central  piece  of  wood  or  of  iron,  as  in  my  experiments. 

The  appearance  of  the  brick  beam  after  being  broken 
down  is  represented  in  the  following  sketch.  The  appara- 
tus for  bearing  the  weights,  on  coming  to  the  ground  had 
prevented  the  entire  downfal  of  the  parts,  and  the  small 
lump  before-mentioned  having  got  jammed  in  between  the 
two  large  fragments  prevented  them  from  descending  equally 
low.  The  piers  were  fractured  and  forced  out  of  their  per- 
pendicular, and  if  the  fall  of  the  beam  had  not  been  arrested, 
they  would  no  doubt  have  been  pushed  entirely  over. 


Vkw  of  Messrs.  Francis's  Beam  broken  down. 


The  two  large  portions  of  the  beam  were  perfectly 
sound,  with  the  exception  of  one  or  two  very  small  cracks 
near  the  edges  of  the  great  fracture;  and  no  injury  what- 
ever had  been  done  to  any  part  of  it  by  the  frost.* 

•  This  sketch  does  not  exactly  a^ree  with  tlie  section  and  elevation  of 
the  beam  in  Article  220,  in  which  the  whole  brickwork  of  the  beam  was 
correctly  represented,  but  some  small  parts  of  the  woodwork,  &c,  by  wWcli 
the  weights  were  suspended,  had  been  omitted  bv  mistake. 

s 
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THAT  MR.  BRUNEL'S  SEMIARCHES  BEFORE  DESCRIBED  FELL 
DURING  THE  LATE  SEVERE  WINTER,  BUT  NOT  OWING  TO 
THE  FROST,  WHICH  HAD  NO  EFFECT  ON  THE  CEMENT. 

(319)  These  scmi-archcs  having  fallen  down  on  the  31st 
of  January,  1838,  and  this  having  been  supposed  at  the 
time  to  have  been  in  consequence  of  the  frost,  I  took  the 
first  opportunity  of  inspecting  the  ruins,  and  of  inquiring 
into  the  cause,  which  Mr.  Brunei  himself  explained  to  me. 
Not  having  described  this  extraordinary  portion  of  bridge 
with  suflScient  precision,  in  Article  59,  in  which  an  eleva- 
tion of  one  side  of  it  only  was  given,  the  construction  of 
"which  was  not  as  in  ordinary  bridges,  common  to  the  other 
side  also,  1  refer  for  a  more  detailed  and  accurate  descrip- 
tion of  it  to  to  the  Appendix.  In  the  mean  time,  suffice  it 
to  .say,  that  no  part  of  the  brick  or  cement  work  was  in- 
jured in  the  slightest  degree  by  the  frost,  and  that  the  fall 
of  the  semi-arches  was  solely  occasioned  by  the  foundation 
of  the  central  pier,  by  which  they  were  supported,  having 
been  deranged  by  excavating  near  it  to  a  much  greater 
depth  for  a  gasometer  and  its  fitments,  and  also  by  the 
ground  immediately  in  contact  with  the  brick  footings  of 
the  pier  having  been  frozen  hard,  and  then  suddenly  thrown 
into  a  soft  wet  state  by  a  thaw.  Owing  to  these  circum- 
stances, the  pier  moved,  and  the  shorter  of  the  two  semi- 
arches  descended,  until  the  weights  attaclicd  to  it  struck  the 
ground,  which  caused  a  shock  and  a  sort  of  vibration  that 
broke  off  both  of  them,  near  to  the  central  pier  from  which 
they  separated:  but  the  sliortcr  one,  whose  fall  was  soon 
arrested  from  the  weights  being  very  near  to  the  ground, 
still  remained  in  one  mass,  nearly  in  its  original  posi- 
tion, whilst  the  longer  one,  being  at  a  considerable  height 
from  the  ground,  with  nothing  to  break  its  fall,  fell  down 
and  was  broken  into  eight  or  nine  pieces,  some  of  which 
were  very  large,  two  of  them  being  not  less  than  40  feet 
long,  when  I  saw  them,  but  at  this  time  the  greater  part 
of  tlie  ruins  had  been  broken  up  into  small  masses,  and 
removed  from  the  spot,  for  the  purpose  of  being  used 
in  the  drains  under  the  tunnel.  Mr.  Brunei  informed 
me,  that  his  semi-arches  had  been  about  four  years  in  build- 
ing, as  he  had  from  time  to  time  added  both  to  the  length 
and  width  of  brickwork  first  inlcnded,  and  he  observed 
that  in  falling,  the  fractures  had  generally  taken  place  at 
those  parts,  where  the  new  work  had  been  added  to  the 
old,  where  he  considered  the  cement  joints  to  be  less  per- 
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feet,  in  consequence  of  the  surface  of  the  old  brickwork, 
to  which  the  new  cement  was  attached,  having  got  smoked 
and  greasy.  INIr.  Francis's  brick  beam  on  the  contrary, 
having  been  built  without  intermission,  was  one  homoge- 
neous and  very  perfect  mass,  and  fell  as  a  similar  mass 
of  solid  rock  of  the  same  dimensions  and  of  equal  specific 
gravity  and  resistance  would  have  done,  if  experimented 
upon  in  the  same  manner. 

(320)  As  an  additional  example  that  cement  is  frost- 
proof, the  brick  and  cement  summer  house,  built  by  me  for 
experiment,  as  described  in  Articles  223  and  224,  has  not 
been  in  the  slightest  degree  afl'ected  by  the  extraordinary 
severity  of  the  late  winter  of  1837-8. 

(321)  Experiments  tried  at  Chatham,  on  the  Strength 
of  Hoop  Iron,  in  opposition  to  a  Tensile  Force. 

The  extraordinary  resistance  communicated  to  brick 
beams  by  longitudinal  hoop  iron  bond,  the  value  of  which 
far  exceeded  our  expectations,  induced  us  to  try  a  few  ex- 
periments on  the  actual  strength  of  the  hoop  iron  alone,  in 
opposition  to  a  force  tending  to  tear  it  to  pieces  in  the  di- 
rection of  its  length,  and  acting  from  one  end,  the  other 
being  fixed. 

First,  with  \\  inch  hoop  Iron.  This  was  the  sort  used 
by  us,  in  the  second  and  third  brick  beams,  that  have  been 
described,  its  width  being  Ij  inch,  and  its  thickness  being 
what  is  described  as  No.  15  wire  gage,  or  1  sixteenth  of  an 
inch  nearly,  and  its  weight  per  foot  being  2520  grains,  or 
36  lbs.  Jlaving  fixed  a  piece  of  this  hoop  iron  in  a  ver- 
tical position,  and  suspended  weights  to  the  lower  end  of  it, 
which  we  gradually  increased,  it  broke  down  under  a  total 
weight  of  6163  lbs.,  after  the  iron  had  elongated  13  six- 
teenth parts  of  an  inch  in  the  length  of  about  18  inches. 

Secondly,  1  inch  hoop  Iron.  We  next  broke  down  a 
piece  of  hoop  iron  1  inch  wide,  of  No.  18  wire  gage,  weigh- 
ing 1220  grains  to  the  foot,  by  a  total  weight  of  2961  lbs., 
which  produced  a  previous  elongation  of  half  an  inch. 

Thirdly,  three  quarter  inch  hoop  Iron.  Finally  we  broke 
down  a  piece  of  hoop  iron  3  quarters  of  an  inch  m  ide,  of 
No. 20  wire  gage,  and  weighing  640  grains  to  the  foot,  by  a 
total  weight  of  1842  lbs ,  which  produced  a  previous 
elongation  of  If  inch. 

The  results  of  these  experiments  agree  very  nearly  with 
the  statements  of  the  strength  of  iron  of  this  description  in 
the  works  of  Professor  Barlow  and  Tredgold,  and  as  the 
strength  of  iron  has  been  fully  investigated,  and  accurately 

S  2 
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staled  by  these  and  other  Authors  of  reputation,  we  did  not 
think  it  worth  while  to  pursue  this  subject  any  iarther.* 

THAT  COMMON  BRICKS  OF  GOOD  QUALITY,  UNITED  BY 
PURE  CEMENT,  ARE  MUCH  TOO  WEAK  FOR  THE  STEPS  OF 
A  GEOMETRICAL  STAIRCASE,  AS  WAS  BEFORE  PROPOSED, 
AND  THAT  EVEN  WITH  THE  AID  OF  HOOP  IRON,  THEY  ARE 
SCARCELY  STRONG   ENOUGH   FOR  THIS   PURPOSE. 

(822)  In  article  232,  I  stated  an  opinion  that  good 
artificial  stones  for  staircases  might  be  formed  with  small 
materials,  such  as  bricks  or  plain  liles,  or  hollow  earthen- 
ware tubes,  which  1  did  with  little  hesitation,  knowing  that 
I  would  have  an  opportunity  of  proving  the  thing  by  direct 
experiment,  before  this  treatise  could  be  published,  so  as 
either  to  confirm  this  opinion  if  just,  or  to  correct  it  if  erro- 
neous. For  this  purpose  1  caused  an  artificial  stone,  to 
represent  one  step  of  a  geometrical  staircase,  to  be  built  in 
5  courses,  of  which  the  center  one  was  composed  of  bricks, 
the  others  of  plain  tiles,  all  united  by  pure  cement  supplied 
by  Messrs.  Francis  and  Sons,  and  breaking  joint  with  each 
other.  When  finished  it  was  stuccod  A\ith  a  mixture  of 
the  same  cement  and  sand  in  equal  measures,  after  which 
it  was  4  feet  9  inches  long,  14^  inches  wide,  and  7^  inches 
high.  Eight  days  afterwards,  we  fixed  one  end  of  this  step 
I)  inches  deep  into  one  of  the  inside  walls  of  a  building  in 
the  North  stable  yard,  Brompton  Barracks,  bedding  it  in 
the  same  sort  of  cement  mortar  as  the  stucco,  and  pinning 
or  wedging  it  well  in,  with  fragments  of  plain  tiles  and 
pieces  of  hoop  iron.  Thirty  two  days  afterwards,  when  the 
cement  was  40  days  old,  we  laid  one  piece  of  ])ig  iron  bal- 
last transversely  on  the  center  of  the  step,  and  then  laid 
others  parallel,  and  close  to  it  alternately  on  each  side, 
until  it  was  loaded  with  5  such  pieces,  weighing  in  all 
540  lbs,  by  which  it  was  fractured  close  to  the  wall,  and  on 
falling  broke  into  two  pieces.  Considering  that  the  weight 
pressing  upon  one  stej)  of  a  geometrical  staircase  of  the 
above  dimensions  might  possibly,  though  not  usually 
amount  to  GOO  or  700  lbs,  and  that  building  materials 
ought  not  to  break  down  under  less  than  double  the  ordi- 
nary weight,  to  which  they  may  be  exposed,  this  experi- 
ment convinced  us,  tliat  artificial  steps  made  partly  of  com- 

•  Mr.  Howe  Mho  siifrccstcd  and  prepared  llic  apparatus  for  these  expe- 
riments, is  of  opinion,  that  straps  of  1  J  inch  hoop  iron,  would  be  strong 
enough  for  connecting  the  rafters  and  tic  beams  of  roofs  of  moderate  span, 
instead  of  ordering  wrouglit  iron  straps  for  the  purpose. 
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mon  bricks,  and  united  by  nett  cement,  are  far  too  weak  for 
a  geometrical  staircase. 

(323)  To  ascertain  how  far  hoop  iron  bond  might  render 
steps  of  this  sort  efficient,  we  cut  the  most  perfect  fragment 
of  our  second  brick  beam  (311)  to  the  same  length  of  4  feet  9 
inches,  and  fixed  it  in  the  same  manner  in  the  same  wall, 
from  which  it  projected  4  feet,  representing  one  step  of  a 
geometrical  staircase,  18£  inches  \Aide,  and  12  inches  high, 
which  though  inconveniently  large  for  a  real  step,  we  could 
not  diminish  without  spoiling  it,  and  were  unwilling  to  lose 
the  benefit  of  one  experiment. 

Afterwards,  when  the  cement  was  sixty  eight  days 
old,  we  applied  iron' ballast  tranversely  to  this  step,  distri- 
buting it  equally  over  its  whole  surface  commencing  from 
the  center  outwards,  and  on  the  application  of  3560  lbs,  it 
broke  close  to  the  wall,  but  was  held  so  fast  by  the  hoop 
iron  bond,  that  it  proved  impossible  to  disengage  it  by  a 
man  jumping  upon  or  even  by  battering  the  top  of  it  with 
rammers,  until  all  the  pieces  of  hoop  iron  were  cut  off  by  a 
chisel  at  the  wall.  This  proves  that  a  step  of  this  descrip- 
tion 12  inches  high,  and  18  inches  wide  would  be  quite 
strong  enough,  but  those  dimensions  are  altogether  too  large 
for  a  staircase.  If  a  step  of  the  same  materials  had  been 
built  of  the  more  convenient  and  usual  dimensions  of  only 
G  or  7  inches  in  height,  by  14  or  15  inches  in  width,  one 
cannot  estimate  its  comparative  resistance  to  a  breaking 
weight  at  more  than  720  lbs,  which  would  scarcely  be 
strong  enough  for  the  step  of  a  geometrical  staircase. 

(324)  Reflecting  upon  this  disappointment,  the  defect 
appeared  to  rest  rather  with  the  bricks  than  with  the  cement, 
but  it  appeared  probable  that  tiles,  which  are  always  made 
of  more  compact  clay  and  better  compressed  in  the  moulds, 
might  be  strong  enough  for  this  object,  to  which  the  bricks 
were  inadequate.  Vne  therefore  made  several  small  prisms 
4  inches  long  and  2  inches  square,  each  con- 
sisting of  5  pieces  of  plain  tile,  as  shewn  in 
the  first,  or  of  2  pieces  of  paving  tile,  as 
shewn  in  the  second  of  the  annexed  figures, 
which  were  sawed  to  the  proper  size  by  a 
piece  of  hoop  iron,  and  then  ground  nicely, 
so  that  the  parts  stuck  together  like  one  piece. 

AVe  next  broke  down  these  small  prisms, 
by  the  same  apparatus,  before  described,  and 
in  the  same  manner  (199),  in  which  we  had  broken  down 
our  small  square  prisms  of  the  same  size,  whether  of  artifi- 
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cial  or  of  natural  stone,  brick,  &c,  of  which  the  results  are 
inserted  in  the  following  Table  ;  but  to  render  it  more  com- 
plete, and  to  save  the  reader  the  trouble  of  referring  back 
to  former  parts  of  this  Treatise,  for  the  sake  of  comparison, 
the  resistances  of  Yorkshire  stone  and  of  bricks  have  been 
repeated  from  Table  VIII  (212). 

TABLE  XVIII.  COMPARATIVE  RESISTANCE  OF  YORKSHIRE 
STONE,  TILES  AND  BRICKS,  EXPERIMENTED  UPON  AS 
SQUARE  PRISMS. 


Description. 

Weight 

ot 
Prism 
in  Troy 
Grains. 

Weight 

per 
Cubic 
foot, 

in  lbs. 

Resislances  or  breaking  weights  in  lbs,  in 
several  successive  experiments. 

Average 
Resi.t- 
duce  in 
.bs. 

Yorkshire  Stone  .. 

Plain  Tiles 

Paving  Tiles  .... 

Superior  Bricks  .. 

Inferior  Bricks  . . 

9571 
7154 

7308 

5944 

147-67 
110-38 
112-75 

91-71 

2976 

1006 

1148 

5    704 

I    640 

204 

2500 
1658 
988 
795 
722 
2C2 

3185 
764 

1073 
717 
706 
522 

1189 

1225 

955 

823 

1225 
1188 
622? 

2887 
1168 
1124 

752 

329 

Hence  we  found,  that  the  plain  tiles  seemed  a  little 
stronger  than  the  paving  tiles,  and  that  the  resistance  of 
both  of  them  exceeded  that  of  common  bricks  of  good 
quality  by  about  one  half.  Also  that  the  resistance  of 
Yorkshire  stone  w  as  about  2^  times  that  of  tiles,  nearly  4 
times  that  of  superior  bricks,  and  about  9  times  that  of  in- 
ferior bricks. 


THAT  ARTIFICIAL  STEPS  OF  PLAIN  TILES  OR  OF  PAVING 
TILES,  UNITED  BY  PURE  OR  NETT  CEMENT,  WITH  HOOP 
IRON  BOND,  ARE  STRONG  ENOUGH  FOR  A  GEOMETRICAL 
STAIRCASE,  THOUGH  INFERIOR  TO  YORKSHIRE  STONE  IN 
RESISTANCE.  THAT  TILES  RATHER  LARGER  THAN  COM- 
MON PAVING  TILES,  SHOULD  BE  PREPARED  ON  PURPOSE 
FOR  SUCH  STAIRCASES,  IF  ADOPTED. 

(325)  In  order  to  ascertain  the  comparative  resistance 
of  natural  and  artificial  stones,  supposed  to  represent  the 
steps  of  a  geometrical  staircase,  we  prepared  three  steps  all 
4  feet  9  inches  long,  each  of  which  we  fixed  with  cement  9 
inches  deep  into  the  inside  wall  of  the  same  building  before 
alluded  to,  Avedging  them  well  up  in  their  places. 

First,  a  Step  of  Yorkshire  Stone.  This  was  a  sound 
piece  of  good  stone,  13  inches  wide  and  7;^  inches  high,  and 
of  the  length  before  stated  ;  and  under  an  apprehension  that. 


1  h=i= 
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on  breaking  it  down,  the  end  of  it  might  tear  out  part  of 
the  wall,  which  was  1^  brick  thick  and  built  with  commoa 
lime  mortar,*  we  let  in  three 
courses  of  brick  headers  over 
it,  which  we  laid  in  nett  ce- 
ment to  strengthen  them. 
The  annexed  figure,marked  1, 
represents  this  step,  fixed  in 
the  wall  as  above  described, 
ill  longitudinal  section. 

Having  loaded  this  stone  with  pig  iron  ballast,  laid 
transversely,  the  first  piece  over  the  center  of  the  stone  and 
the  others  alternately  to  the  right  and  left  of  it,  until  the 
whole  surface  was  covered,  we  gradually  applied  a  second 
and  a  third  course  of  iron  ballast,  and  so  on,  commencing 
as  before,  from  the  center,  until  the  stone  suddenly  broke 
down  under  a  total  weight  of  3514  lbs,  without  giving 
warning  by  any  previous  perceptible  deflection  or  crack. 
The  fracture  was  very  regular,  and  nearly  but  not  ex- 
actly coinciding  with  the  inside  face  of  the  brick  wall, 
from  which  it  projected  rather  less  than  half  an  inch,  and 
which  contrary  to  our  expectation  was  not  injured  by  the 
stone  in  the  slightest  degree,  a  circumstance  which  proves 
the  efficacy  of  the  common  mode  of  fixing  steps  of  this 
description  in  a  wall. 

(32G)  Secondly,  an  Artificial  Step  of  Plain  Tiles  and 
Cement y  with  Hoop  Iron  Bond. 

This  step  measured  16|  inches  in  width  and  7^  inches 
in  height,  and  was  built  in  courses,  each  consisting  of  9 
tiles  laid  transversely  in  re- 
ference to  the  length  of  the 
step,  and  5^  laid  longitudi- 
nally, alongside  of  the  former, 
as  represented  in  plan,  in 
the  second  figure  annexed, 
and  so  arranged  as  to  break 
bond  with  each  other  in  every 
two  successive  courses. 

Nine  such  courses  were  required  to  complete  this 
step,  as  shown  in  section  in  the  third  figure  annexed,  and 

*  This  supposition  was  hastily  adopted  before  we  had  considered  the 
subject  properly.  For  notwithstanding  the  great  superiority  of  the  resistance 
of  Vorivslure  stone  to  that  of  the  best  bricks,  the  weight  capable  of  breaking 
the  stone  was  far  infeHor  to  that  which  wonld  have  been  necessary  for 
crushing  117  superficial  inches  of  solid  brickwork  ;  because  the  end  of  the 
stone  acted  upon  a  portion  of  the  wall  measuring  13  by  9  inches. 


248       OBSERVATIONS  ON  LIMES,  WATEK  CEMENTS,  ice. 

five  longitudinal  pieces  of 
hoop  iron  were  used  lo 
strengthen  it,  two  of  which 
were  laid  in  the  second  joint, 
one  in  the  fifth,  and  two  in 
the  eighth  joint  from  the  bottom. 

This  step  was  finished  by  two  men  in  8^  hours  of  actual 
labour,  in  which  they  used  130^  plain  tiles,  each  averaging 
104  inches  long  by  5^  inches  wide  alid  nearly  ^  inch  thick, 
with  4725  cubic  inches  of  cement  powder,  and  24  lineal  feet 
of  hoop  iron  Ih  inch  wide.  It  was  let  into  the  wall  7  days 
afterwards. 

On  applying  pig  iron  ballast  to  this  step  in  the  same 
manner  that  has  been  described,  it  broke  down  under  a  total 
weight  of  231)0  lbs,  but  a  very  small  crack  near  the  top  of 
the  step  had  been  observed,  before  the  whole  of  this  weight 
was  laid  on.     The  cement  was  at  this  period  105  days  old. 

(327)  Thirdly,  an  Artificial  Step  of  Paving  Tiles 
and  Cement,  strengthened  by  Hoop  Iron  Bond. 

This  was  made  of  four  courses  of  paving  tiles,  and 
measured  12  inches  wide  and  7  inches  high.  Each  course 
consisted  of  4^  tiles,  laid  so 
as  to  break  joint  in  successive 
courses. 

Five  pieces  of  hoop  iron 
were  laid  longitudinally  in 
the  joints,  two  in  the  first 
joint,  one  in  the  second,  and 
two  in  the  third  joint. 

The  two  figures  annexed 
sufficiently  explain  this  con- 
struction, of  which  Fig.  4  is 
the  plan  of  one  course,  and 
Fig.  5,  a  longitudinal  section 
of  the  step,  as  fixed  in  the  wall. 

It  was  finislied  by  two  men  in  4 J  hours,  who  used  16 
whole  tiles  averaging  12  inches  square  and  li  inch  thick, 
and  4  half  tiles,  w  ith  1150  cubic  inches  of  cement  powder, 
and  24  feet  of  1.^  inch  hoop  iron,  and  was  let  into  the  wall 
2  days  afterwards.  It  was  broken  down  in  the  same  manner 
and  on  the  same  day  with  the  two  former  steps,  by  a  total 
weight  of  12G3  lbs,  the  cement  being  at  this  period  107  days 
old. 

Remarks.  In  both  of  these  artificial  steps,  the  fracture 
took  place  near  to  (he  wall,  but  (hat  part  of  each  thouf^h 
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entirely  broken  through  was  suspended  by  the  irons,  which 

did  not  break,  but  elongated  or  were  drawn  out  from  their 

original  position  within  the  wall,  just  enough  to  admit  of 

the  far  end  of  each  step  striking  the  ground  in  falling.     In 

reference  to  the  consideration  before  stated  (322),  the  stone 

step  may  be  considered  to  possess  a  resistance  of  about  5 

times,  the  plain  tile  step  a  resistance  of  about  3  times,  and 

the  paving  tile  step  a  resistance  fully  double  of  the  greatest 

weight,  ever  likely  to  press  upon  one  step  of  a  geometrical 

staircase  4  feet  wide;  that  is  provided  its  width,  which  was 

only  12  inches,  had  been  increased  to  14  or  15  inches,  which 

is  the  more  usual  width  of  the  steps  of  such  staircases,  and 

which  would  of  course  increase  its  resistance  in  proportion. 

I  shall  observe  also,  that  as  the  resistance  of  plain  tiles  and 

of  paving  tiles  without  cement  was  proved  to  be  very  nearly 

equal  by  our  former  experiments  recorded  in  Table  XVIII, 

(324),  the  marked  superiority  of  resistance  of  the  plain  tile 

and  cement  step  over  the  paving  tile  and  cement  step, 

though  both  formed  of  materials  equally  or  nearly  equally 

strong,  may  probably  be  ascribed  in  this  experiment,  to  the 

former  being  composed  of  a  much  greater  number  of  tiles, 

and  therefore  having  a  much  greater  number  of  cement 

joints  than   the  latter.      Notwithstanding,   however,   this 

inferiority  of  the  paving  tiles,  I   would  recommend   their 

being  used  in  preference  to  plain  tiles,  if  the  expedient  of 

building  staircases  with  artificial  steps  composed  of  tiles, 

with  cement  and  hoop  iron  bond,  should  ever  be  adopted, 

because  the  paving  tile  step  is  quite  strong  enough,  and 

gives  much  less  trouble  in  the  w  orkmanship,  than  any  very 

small  sort  of  tiles,  such  as  plain  tiles  would  do.  But  instead 

of  using  tiles  12  inches  square  and  il  inch  thick,  like  the 

common  paving  tiles  of  this  country,  they  should  be  made 

15  inches  long  12  inches  wide  and  about  1^  or  1^  inch  thick 

only,  so  that  4  courses  might  be  used  lor  the  steps  of  the 

principal  staircase,  and  5  courses  for  those  of  a  second  rate 

staircase  of  the  same  house,  the  latter  of  which  are  always 

made  higher  and  also  usually  narrower  than  the  former. 

And  in  order  to  break  joint  properly,  it  would  be  better  to 

make  a  proportion  of  half  tiles  of  the  same  length  but  only 

6  inches  wide,  than  to  cut  whole   tiles  in  two,   for  this 

purpose. 

(328)  It  is  to  be  observed,  that  we  purposely  sub- 
jected our  experimental  steps  to  a  more  severe  trial  of 
strength,  than  they  would  be  exposed  to  in  a  building,  by 
giving  them  uo  support  any  where  excepting  at  the  end  in- 
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serted  into  the  wall,  whereas  in  a  real  staircase  of  this 
description,  every  step  has  a  partial  support,  throughout  its 
whole  length,  inasmuch  as  the  front  of  it  rests  upon  the 
back  of  the  upper  surface  of  the  step  immediately  below  it, 
as  shown  in  the  annexed  figures, 
of  which  Fig.  1  represents  rect- 
angular steps,  such  as  those, 
which  we  experimented  upon, 
whilst  Fig.  2  represents  the  form 
that  has  been  of  late  more  usual- 
ly adopted  in  ornamental  stone 
staircases,  in  which  a  consider- 
able proportion  is  wanting  of 
the  back  of  each  rectangle  of 
the  former  construction,  both 
figures  being  longitudinal  sec- 
tions of  a  portion  of  staircase.  This  must  of  course  make 
the  second  arrangement  considerably  weaker  than  the  first, 
but  long  experience  has  shown  that  steps  of  good  stone  thus 
formed  are  strong  enough.  It  would  not  however  be  proper 
to  make  artificial  steps  of  tiles  and  cement  in  this  second 
form,  which  would  render  the  construction  of  them  trouble- 
some and  complex,  and  would  weaken  them  too  much. 

(329)  Instead  of  plain  tiles,  long  thin  stones  such  as  schists, 
or  coarse  slates  not  good  enough  for  the  roofs  of  build- 
ings, might  be  used  for  the  same  purpose  of  forming  artificial 
steps,  when  united  by  cement  and  strengthened  by  hoop  iron 
bond  ;  but  in  all  materials  not  before  tried,  it  would  be  pro- 
per to  make  an  experimental  step  beforehand  to  ascertain 
the  most  suitable  dimen.sions  of  the  parts,  and  the  best  mode 
of  breaking  bond  in  putting  them  together.  About  three 
months  should  be  allowed  for  the  cement  to  set,  before  such 
steps  are  let  into  the  walls  of  a  building. 

EXPERIMENTS  ON  THE  COMPARATIVE  RESISTANCE  OF 
SQUARE  PRISMS  OF  EQUAL  SIZE,  PARTLY  OF  SOLID 
YORKSHIRE  STONE,  AND  PARTLY  OF  SMALLER  PIECES 
OF  THE  SAME  STONE  UNITED  BY  CEMENT,  WITH  AND 
WITHOUT  HOOP  IRON  BOND. 

(330)  First.  "We  prepared  5  pieces  of  Yorkshire  stone 
in  the  form  of  square  prisms,  each  24  inches  long  and  4 
inches  square,  as  represented  in  the  first  ^  ^ 
figure  annexed,  which  we  broke  down  by  |  ^ 
weights  suspended  from  a  blunt  iron  knife                i 

edge  laid  upon  the  center  of  the  top  of  each,  both  ends  of  (he 
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experimental  prism  being  supported  at  the  clear  distance  of 
18  inches  between  the  bearings ;  Avhen  their  resistances  esti- 
mated by  the  breaking  weights  proved  to  be  2832,  2758, 
3007,  2855  and  2815  lbs,  respectively,  so  that  their  average 
resistance  was  2805  lbs,  the  fractures  produced  being  clean 
and  nearly  vertical,  and  also  nearly  in  the  center  of  each 
stone. 

(331)  Secondly.  AVe  repaired  the  same  prisms  by 
cementing  together  the  fragments  of  each,  by  pure  or  nett 
cement,  as  represented  in  the  second  figure  ^  ^  ^ 
annexed,  and  when  we  thought  the  cement  (  \  W 
old  enough,  to  have  acquired  a  respecta-                2 

ble  degree  of  resistance,  we  broke  down  the  whole  of  these 
prisms  in  the  same  manner  as  before,  by  weights  of  161, 
317,  375,  255  and  284  lbs,  respectively,  so  that  their  aver- 
age resistance  was  only  278  lbs,  or  scarcely  one  tenth  of  that 
of  the  solid  stone ;  but  this  mode  of  fixing  pieces  of  stone 
exposed  to  pressure  in  the  form  of  beams,  is  such  as  would 
never  be  adopted  in  practice,  and  we  only  tried  it  from  hav- 
ing the  fragments  of  the  prisms  before  experimented  upon 
in  our  possession,  and  not  wishing  to  throw  them  away, 
without  doing  something  with  them. 

(332)  Thirdly.  We  prepared  5  prisms  of  the  same 
dimensions  as  the  former,  each  of  which  w^as  formed  by 
building  together  five  pieces  of  the  same  stone,  all  4  inches 
w  ide  and  rather  less  than  2  inches  thick,  3  of  which  were 
nearly  8  inches  long  in  one  course,  and  2  of  them  nearly  12 
inches  long,  in  another  course,  which  we  united  with  nett 
cement,  so  that  there  were  one  horizontal  joint  and  three 
vertical  joints  of  cement  in  each  prism, 
as  shown  in  the  third  figure  annexed.  , 
On  experimenting  upon  these  in  the  same  3 
manner  before  described,  the  weights  required  for  breaking 
them  down  were  367, 480,  470,  317  and  434  lbs,  respectively'', 
their  average  resistance  being  therefore  414  lbs.  In  the 
first  and  third  trials  the  prisms  were  placed  with  the  single 
vertical  joint  uppermost,  as  in  the  figure,  but  in  the  others 
they  were  reversed  by  turning  them  upside  down.  Thus 
the  average  resistance  of  the  cement  joints  in  these  five 
prisms  was  only  about  one  seventh  part  of  the  resistance  of 
solid  stone. 

(333)  Fourthly.  We  prepared  5  other  prisms,  built 
each  of  5  pieces  of  the  same  stone,  cemented  with  nett  ce- 
ment, precisely  like  the  last  in  every  other  respect,  but  with 
the  addition  of  one  central  piece  of  1  inch  hoop  iron^   ex- 
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tending  the  whole  length  of  the  horizontal  joint.  On  expe- 
rimenting upon  these  also  in  the  same  manner,  they  broke 
down  under  073,  770,  lOlG,  G25,  and  979  lbs,  respectively, 
so  that  their  average  resistance  was  equal  to  873  lbs.  In  the 
second,  fourth  and  fifth  trials,  the  prisms  were  placed  as  in 
figures,  with  the  single  vertical  joint  uppermost:  in  the 
others  (hey  were  reversed.  Thus  the  average  resistance  of 
cement  joints  in  these  last  five  experiments,  even  with  tlie 
aid  of  hoop  iron,  was  scarcely  equal  to  one  third  part  of  the 
resistance  of  solid  stone. 

In  the  experiments  described  in  this,  and  in  the  two 
foregoing  articles,  which  were  all  tried  on  the  2nd  of 
April,  1^38,  the  cement  was  101  or  102  days  old,  and  on 
examination  appeared  excellent,  though  the  temperature 
had  been  very  low,  since  the  i^risms,  which  were  kept  in 
a  cold  room  without  a  fire,  had  been  put  together  with  it. 
The  hoop  iron  in  the  five  prisms  last  described  was  not  in 
an  advantageous  position,  for  it  agreed  with  the  neutral 
axis  of  each,  considered  as  a  beam,  being  at  that  part 
which  is  the  least  acted  upon,  and  which  consequently 
exerts  the  least  reaction  in  the  breaking  of  the  beam.  In 
all  these  experiments,  the  cement  joints,  and  not  the  stone, 
gave  way ;  but  in  some  of  the  last  experiments,  in  which  the 
cement  was  aided  by  hoop  iron,  one  or  both  of  the  two  ver- 
tical joints,  when  undermost,  were  observed  to  open,  be- 
fore tlie  upper  one  appeared  to  sufl'er,  when  only  about  2 
thirds  or  3  fourths  of  the  total  breaking  w  eight  had  been 
applied  ;  and  when  the  upper  vertical  joint  afterwards  gave 
way,  being  tlie  part  subject  to  compression,  transverse 
splinters  about  half  an  inch  thick  and  U  or  2  inches  wide 
were  broken  ofl",  from  one  or  both  of  the  two  upper  stones, 
by  the  same  sort  of  action,  at  the  time  when  the  prisms 
finally  broke  down. 

EXPERIMENTS   ON    YORKSHIRE    STONE,    AND  OTHER 
MATERIALS,  TRIED  AS  BEAMS. 

(334)  We  next  experimented  upon  the  fragments  of 
our  three  experimental  steps,  which  had  all  been  broken  oft' 
so  close  to  the  wall,  that  the  remaining  parts  of  each  ap- 
peared to  be  quite  perfect  for  more  than  3^  feet  in  length, 
but  we  thought  proper  to  place  the  piers  w  hich  supported 
their  ends  in  these  new  experiments,  at  tlie  clear  distance  of 
27  inches  only,  iu  order  that  we  might  compare  their  re- 
sistance with  that  of  three  artificial  stones,  two  years  old, 
prepared  by  Mr.  Ranger,  for  the  Works  in  her  Majesty's 
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Dock-yard  at  Woolwich,  with  which  I  had  been  favoured 
by  Lieut.  Denison,  R.  E.  now  acting  as  the  Resident  Engi- 
neer in  that  Dock-yard,  under  Captain  Brandreth,  These 
artificial  stones,  being  shorter  than  the  fragments  of  our 
steps,  would  not  admit  of  greater  bearings,  and  I  had  reason 
to  believe  from  some  former  experiments,  that  a  fair  trial  of 
comparative  resistance  cannot  take  place,  except  when  the 
length  of  beams  is  equal,  or  nearly  so. 

(335)  First,  We  broke  down  the  remains  of  the  York- 
shire stone  step,  by  weights  applied  in  the  same  manner  as 
to  our  experimental  brick  beams  (309),  which  we  gradually 
increased  until  the  stone  gave  way,  under  a  total  weight  or 
13,512  lbs. 

(33G)  Secondly.  We  broke  dow  n  the  remainder  of  the 
artificial  step  of  plain  tiles  and  cement  with  hoop  iron  bond, 
by  a  total  weight  of  94971bs,  the  cement  being  107  days  old. 
It  was  broken  vertically  nearly  through  the  middle,  but  on 
one  side  of  this  fracture  the  courses  below  the  undermost 
hoop  iron  bonds,  had  also  been  broken  ofl'  by  irregular 
horizontal  fractures,  owing  to  the  strain  upon  those  hoop 
irons.  The  vertical  fractures  \vere  generally  through  the 
tiles,  not  along  the  joints. 

(337)  Thirdly.  We  broke  down  the  remainder  of  the 
artificial  step  of  paving  tiles  and  cement  w  ith  hoop  iron 
bond,  by  a  total  weight  of  759G  IIds.  the  cement  being  109 
days  old.  Two  vertical  fractures  took  place,  both  rather 
irregular,  one  at  the  center  of  the  beam,  and  the  other 
over  one  of  the  points  of  support,  and  on  one  side,  part 
of  the  lower  course  of  tiles  had  been  broken  off  by  the 
action  of  the  undermost  hoop  iron  bonds,  whilst  on 
the  other  side,  part  of  the  top  course  of  tiles  had  been 
broken  off.  There  were  three  vertical  joints  of  cement  se- 
parated on  the  breaking  down  of  the  beam,  all  at  diflcrent 
points.  In  other  parts  the  tiles  themselves  were  fractured. 
This  beam  was  broken  into  a  greater  number  of  pieces  than 
the  former,  one  side  of  which  had  fallen  nearly  perfect, 

(338)  Fourthly.  Wc  broke  down  in  the  same  manner, 
the  three  artificial  stones  beibre  mentioned,  each  measuring 
3  feet  long,  18  inches  wide,  and  15  inches  deep,  by  weights 
of  G285,  5141,  and  2930  lbs,  respectively,  so  that  their  ave- 
rage resistance  was  only  4785  lbs,  but  rejecting  the  last  as  an 
inferior  specimen,  I  shall  take  the  average  of  the  former 
two,  namely  5713  lbs,  which  probably  would  be  the  true 
average  of  this  sort  of  artificial  stone,  if  made  of  thoroughly 
slaked  lime,  which  would  not  be  liable  to  occasional  failures, 
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like  Mr.  Ranger's  system  of  using  unslaked  lime,  which  I 
have  already  objected  to,  for  the  reasons  stated  in  from 
Article  203  to  201),  inclusive. 

COMPARATIVE  RESISTANCE  OF  YORKSHIRE  STONE,  OF  TILES 
AND  CEAIENT  WITH  HOOP  IRON  BOND,  AND  OF  RANGER'S 
ARTIFICIAL  STONE,  DEDUCED  FROM  THE  ABOVE  EXPERI- 
MENTS. 

(3539)  By  a  popular  rule  which  has  been  laid  down,  both 
by  Dr.  Hutton  and  Professor  Barlow,  and  which  1  believe, 
when  length  is  nearly  the  same,  and  other  dimensions  not 
very  unequal,  to  be  correct  enough  for  practical  purposes, 
the  resistance  of  beams  supported  at  both  ends  is  as  the 
breadth  and  the  square  of  the  depth,  directly,  and  as  the 
length  measured  by  the  clear  distance  between  the  bearings, 
inversely. 

Hence  on  reducing  the  actual  resistance  of  each,  as  deter- 
mined by  the  experiments  recorded  in  the  preceding  articles, 
by  calculation,  to  whatit  ought  to  have  been  according  to  the 
above  rule,  had  all  these  experimental  beams  been  of  the 
same  dimensions  as  the  Yorkshire  stone  beam,  it  will  be 
found,  that  whilst  the  resistance  of  the  Yorksliire  stone  is 
still  measured  by  13512  lbs,  as  before,  that  of  the  plain  tile 
beam  will  be  7889  lbs,  that  of  the  paving  tile  beam 
will  be  9443  lbs,  and  that  of  the  artificial  stone  beams  will 
average  1031  lbs.* 

Consequently,  in  the.se experiraents,if we  take  8660  lbs,  the 
mean  of  the  resistances  of  the  plain  tiles  and  paving  tiles,  as 
a  fair  proportion  for  both,  because  the  plain  tile  beam, 
though  stronger  was  more  shattered,  it  appears  that  the 
resistance  of  Yorkshire  stone  as  a  beam  exceeds  that  of  a 

•  Because  the  proportional  resistances  of  the  Yorksliire  stone  beam,  of 
the  plain  tile  beam,  of  tlie  paving  tile  beam,  and  of  each  of  the  artificial 
stone  beams,  the  knfrtii  of  all  bcint;  eqnal,  wonhl  be  as  the  numbers  731, 
880,  588  and  4050,  if  they  had  ail  been  of  the  same  sort  of  material, 
these  numbers  beint;  ecjual  to  the  breadtii,  multiplied  by  the  square  of  the 
depth  of  each  in  inches,  according  to  the  above  rule. 

But  their  actual  resistances,  ascertained  by  the  foregoing  experiments, 
and  due  to  tiie  dimensions  of  earh  beam,  and  to  its  actual  strength  combined, 
were  as  the  numbers  13512,  9497,  7o9G,and  5713  lbs,  respectively.  In  order 
therefore  to  obtain  their  true  comparative  resistances,  due  to  the  strength  of 
the  material  alone,  we  must  increase  the  resistance  of  the  paving  tile  beam 
from  7590  to  9413  lbs,  this  being  in  the  proportion  which  588  bears  to 
731,  it  being  smaller  than  the  Yorkshire  stone  beam,  and  we  must  diminish 
the  resistance  of  the  plain  tile  beam  from  9497  to  7889  lbs,  and  the  average 
resistance  of  the  artificial  stone  beams  from  5713  to  1031  lbs,  that  is  in  the 
proportions  whirli  the  numbers  S80  and  4050  respectively  bear  to  731,  these 
two  last  beams  being  larger  than  the  Yorkshire  stone  beam,  to  the  standard 
of  which  the  others  are  all  to  be  reduced. 
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beam  of  equal  dimensions  composed  of  tiles  and  cement 
with  hoop  iron  bond  by  about  56  per  cent;  but  that  the  re- 
sistance of  Yorkshire  stone  is  about  13  times  greater  than 
that  of  Ranger's  artificial  stone.  This  agrees  very  nearly 
with  our  former  experiments  on  small  prisms  of  2  inches 
square,  and  3  inches  between  the  bearings,  by  which  the 
resistance  of  Yorkshire  stone  was  2887  lbs,  (Table  VIII), 
whilst  the  best  of  the  artificial  stone  prisms  made  by  us  on 
Ranger's  principle,  and  one  year  old,  was  only  209  lbs, 
(Table  VI). 

Remarks.     Why  the  comparative  resistance  of  plain 
tiles  considerably  exceeded  that  of  paving  tiles  asa  step  for  a 
geometrical  stair  case,  I  have  already  attempted  to  account 
for;  but  why  the  former  did  not  also  exceed  the  latter  in 
the  same  proportion,  instead  of  being  rather  inferior  to  it, 
when  both  were  tried  as  beams ;   and  why  the  resistance 
of  both  more  nearly  approached  to  that  of  Yorkshire  stone 
as  beams,  than  as  steps,  I  shall  not  attempt  to  explain. 
Perhaps  more  numerous  experiments  might  remove  the  in- 
congruity, which  now  seems  to  prevail  between  these  two 
sets  of  experiments.     It  is  suflScient,  however,  for  practical 
purposes,  to  have  proved  that  tile  and  cement  steps,  with 
hoop  iron  bond,  are  quite  strong  enough  for  the  steps   of 
geometrical  staircases,  and  though  this  sort  of  construction 
is  certainly  stronger  than  bricks  and  cement,  aided  by  the 
same  sort  of  bond,  yet  the  latter  has  been  fully  proved  by 
Mr.  Brunei's  experimental  brick  semi-arches  and  beam,  and 
by  Messrs.  Francis's  experimental  brick  beam,  on  a  great 
scale,  as  well  as  by  my  own  smaller  beams  of  the  same  de- 
scription, to  possess  a  resistance  far  exceeding  any  force 
that  could  possibly  be  brought  to  bear  upon  brick  and  ce- 
ment beams  thus  bonded,  in  the  practice  of  Architecture  ; 
it  being  well  known,  that  when  great  weights  such  as  those 
of  Steam  Engines,  of  shafts  bearing  heavy  machinery,  &c, 
&c,  are  laid  upon  masonry  or  brickwork,  they  are  never 
placed  over  an  opening,  but  on  a  solid  pier,  deriving  its 
support  from  the  foundations  of  the  building.     In  this  case 
the  materials  composing  the  pier,  whether  of  masonry  or  of 
brickwork,  whether  laid  in  mortar  or  cement,  are  strong- 
enough,  provided  that  the  great  weights,  to  which  by  sup° 
position  they  are  exposed,  are  not  suflScient  to  crush  them. 
In  short  they  are  not  exposed  to  a  breaking  force  like  beams, 
but  to  a  crushing  force,  and  the  resistance  of  bricks  against 
this  last  estimated  power  has  been  estimated  at  more  than 
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500  lbs,  to  the  snperficial  inch,*  so  that  a  brick  pier  of  only 
one  superficial  foot  would  exert  a  resistance  a^rainst  such  a 
force,  of  not  less  than  SG4000  lbs.  or  nearly  400  tons. 

FINAL  REMARKS  UPON  THE  RESISTANCE  OF  CEMENT  JOINTS. 
THAT  OVER  OPENINGS  THEV  REQUIRE  THE  AID  OF  HOOP 
IRON  OR  OF  SOME  SIMILAR  BOND:  BUT  THAT  IN  ALL 
OTHER  CASES,  THOUGH  INFERIOR  TO  STONE,  THEY  ARE 
MUCH  SUPERIOR  TO  ANY  WEIGHT  OR  STRAIN  THAT  CAN 
POSSIBLY  ACT  UPON  THEM. 

(340)  Our  experiments  with  the  first  and  second  brick 
beams  (310  and  311)  sufficiently  prove,  that  cement  joints 
over  openings  are  scarcely  strong  enough,  if  deprived  of 
their  centering  soon,  as  in  the  first,  and  hoop  iron  bond 
which  multiplied  their  comparative  resistance  tenfold,  as  in 
the  second  of  those  experiments,  is  so  very  cheap,  and  gives 
so  little  trouble  in  the  workmanship,  that  it  would  be  very 
injudicious  to  omit  it  uuderany  circumstances, where  it  could 
be  useful,  especially  as  it  supersedes  the  more  expensive 
and  precarious  expedients  of  timber  bond  altogether  (315). 

By  analogy,  as  several  of  our  last  experiments  proved, 
that  cement  joints  on  a  great  scale  have  more  resistance,  in 
proportion  to  stone,  than  on  a  small  scale,  it  is  probable  that 
the  actual  resistance  of  cement  joints  used  for  the  real  pur- 
poses of  practical  Architecture  might  be  more  than  one 
seventh  part  of  that  of  Yorkshire  stone,  which  it  appeared 
to  be  by  our  experiments  with  the  small  prisms  described  in 
Articles  330  and  332.  This  resistance  however  is  greater 
than  that  of  sound  dry  pure  chalk  which  is  only  one  eighth 
part  of  that  of  Yorkshire  stone,  and  of  well-burned  but 
inferior  bricks  which  is  only  one  ninth  part  of  that  of  Y'ork- 
shire  stone,  as  was  proved  by  our  former  experiments 
(See  Table  VIII,  ArUcle  212). f 

•  In  his  Paper  on  Ihe  strength  of  Materials  in  the  Philosophical  Trans- 
actions for  lbl8,  Mr.  Georse  Rcnnic  states,  tliat  he  found  by  experiment, 
the  cro^hing  force  for  cnbes  of  li  inch  of  chalk  to  be  1127  lbs,  and  for 
brick  to  be  1265  lbs,  which  on  being  reduced,  are  equivalent  to  a  crushing 
force  of  500  lbs,  to  tlie  snperficial  inch  for  chalk,  and  of  501  lbs,  for  bricks. 

t  The  terms  well-burned  and  inferior  inadvertently  used  by  me  in  that 
Table  are  not  appropriate.  The  whole  of  the  bricks  for  our  experiments 
were  selected  from  the  brickfields  in  the  neighbourhood,  and  were  well 
burned  and  sound  toall  appearance,  such  as  no  Architect  conid  have  rejected. 
And  we  did  not  know  tliat  any  of  them  were  inferior  to  the  others,  until 
several  of  them  had  proved  so  much  weaker  than  our  cement  joints,  that  we 
experimented  opon  their  own  resistance  by  grinding  them  down  to  small 
prisms  and  brealwing  them.  Those  that  proved  the  strongest  weie  entered 
iu  the  Table  as  well  burnccl  bricks,  which  ongbt  to  have  been  entered  as 
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(341)  Now  since  cement  is  stronger  than  block  chalk 
of  the  soundest  quality,  such  as  we  experimented  upon, 
which  every  one  will  allow  to  be  capable  of  bearing  the 
greatest  weijjhts,  and  as  it  is  stronger  than  at  least  one- 
third  of  the  bricks  used  in  the  buildings  of  England  ;  and  as 
there  is  no  instance  on  record  of  the  bricks  in  any  part  of  a 
building  having  ever  been  crushed  by  the  greatest  weights 
placed  on  them,  or  even  having  ever  been  cracked  or  frac- 
tured, excepting  by  unequal  settlements  on  bad  founda- 
tions ;  it  follovAS  that  cement  joints  though  inferior  to  stone 
possess  a  resistance  far  superior  to  any  force  or  weight 
that  can  possibly  act  upon  them  in  the  solid  parts  of 
walls ;  and  this  applies  not  only  to  pure  or  nett  cement, 
but  to  the  joints  of  cement  mortar  made  with  equal  mea- 
sures of  cement  powder  and  sand,  which  from  the  observa- 
tions I  have  made  upon  old  brickwork  built  with  this  mor- 
tar and  broken  down  afterwards,  cannot  possess  less 
resistance  than  the  bricks  themselves,  as  the  latter  were 
more  frequently  fractured  than  the  joints, 

GENERAL  OBSERVATIONS  ON  THE  FOREGOING  EXPERIMENTS 
FOR  ASCERTAINING  THE  RESISTANCE  OF  STONE,  AND 
OTHER  BUILDING  MATERIALS. 

(342)  On  considering  the  results  of  our  experiments  on 
the  resistance  of  small  prisms,  measuring  2  inches  square, 
at  an  interval  of  3  inches  between  the  bearings,  with  those 
made  upon  larger  prisms  measuring  4  inches  square,  at  an 
interval  of  18  inches  between  the  bearings,  and  finally  with 
those  made  upon  larger  stone  beams,  brick  and  cement 
beams,  or  tile  and  cement  beams,  measuring  from  7  to  12 
or  15  inches  in  depth,  and  from  12  to  18  inches  in  width, 
at  intervals  varying  from  27  to  120  inches  between  the 
bearings,  we  found,  after  determining  the  proportional  re- 
sistance of  any  two  different  materials  such  as  Yorkshire 
stone  and  concrete,  to  be  as  13  to  1,  by  the  small  prisms, 
that  the  same  proportional  resistance  also  held  good  or 
nearly  so,  on  experimenting  upon  these  substances  on  a 
much  larger  scale,  as  beams,  of  which  I  gave  an  example 
in  Article  339,  but  on  comparing  the  actual  resistances  of 

superior  biicks.  Those  that  provefl  the  weakest  were  entered  as  inferior 
bricks.  The  whole  were  well  bnrneii,  without  a  single  place  brick  or  soft 
under-burned  brick  amongst  llieni.  We  suspect  the  inferiority  of  some  to 
havu  been  owiufc  to  the  processes,  preparatory  to  burning, having  taken  place 
at  too  late  a  period  of  the  season ;  but  the  same  thing  happens  every  year, 
80  that  better  bricks  than  we  used  cannot  be  procured. 

T 
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one  and  the  same  material,  such  as  Yorkshire  stone,  as 
ascertained  by  expcrimcntin<^  upon  the  very  small  prisms, 
the  intermediate  prisms,  and  the  comparatively  Iar;;e  beam 
of  that  material,  I  find  it  quite  impossible  to  apply  any 
general  rule,  given  by  former  writers,  so  as  to  calculate  the 
one  from  the  other,  with  any  degree  of  accuracy.  The  po- 
pular rule  for  example,  before  quoted,  entirely  fails,  as 
applied  to  these  extreme  cases;  so  that  no  person  who 
knew  that  the  average  resistance  of  a  prism  of  Vorksliire 
stone  2  inches  square,  tried  at  3  inches  between  the  bear- 
ings was  2887  lbs,  could  possibly  approximate  to  tlie  actual 
resistance  of  the  beam  of  the  same  stone,  13  inches  wide 
and  Ta  inches  deep,  tried  at  27  inches  wide  between  the 
bearings,  which  by  calculating  according  to  the  above  rule, 
he  would  estimate  at  29321  lbs,*  whereas  its  real  value  by 
experiment  was  only  13512  lbs.  And  in  calculating  by  the 
same  rule  the  resistance  of  the  small  prism,  from  having 
that  of  the  beam  given,  he  would  arrive  at  a  conclusion  no 
less  inaccurate.  I  do  not  pretend  to  be  able  to  deduce  any 
more  satisfactory  rule  myself  from  those  experiments,  al- 
though I  have  no  doubt  that  it  might  be  done,  if  a  greater 
number  of  experiments  with  prisms  and  beams  of  the  same 
sort  of  stone  were  tried,  increasing  their  scantling  gradu- 
ally from  2  inches  square  to  larger  dimensions  even  than 
those  tried  by  us,  and  varying  also  the  intervals  between 
the  bearings  of  each  several  sort,  respectively,  instead  of 
trying  each  sized  prism  or  beam  at  only  one  and  the  same 
internal. 

(343)  That  the  difficulties  of  the  subject  now  under 
discussion,  and  which  my  own  experiments  were  not  nume- 
rous enough  to  remove,  may  be  understood,  I  have  inserted 
the  results  of  the  experiments  described  in  the  foregoing 
Articles  from  325  to  338,  inclusive,  in  the  form  of  a  Table, 
in  which  I  have  included  others,  although  already  recorded 
in  former  Tables,  in  order  to  bring  the  whole  more  clearly 
under  notice,  in  one  view.f 

•  Because  as  the  square  of  2  multiplied  by  2  and  divided  l>y  3,  is  to  the 
square  of  7i  multiplied  by  13  and  divided  by  27,  so  is  '2bS7  to  2U321  nearly. 

t  Experiment  14  compared  with  17,  and  experiment  16  compared  with 
18,  in  tills  Tabic  appear  to  prove,  that  the  comparative  resistance  of  beams 
of  the  same  material  and  scantling  is  not  a-^  has  been  supposed,  in  the  inverse 
ratio  of  iheir  length  measured  between  the  points  of  support,  but  in  some 
diffcient  ratio  ;  because  in  estimatinp  by  this  rule  the  resistance  of  the  long 
beam  from  the  actual  resistance  of  the  short  beam  given,  it  makes  it  too 
much,  and  vice  versa  on  estimating  the  resistance  of  the  short  beam  from 
Hint  of  the  long  beam  given,  it  makes  it  too  little. 
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TABLE  XIX.  COMPARATIVE  RESISTAN'CES  OF  YORKSHIRE 
STONE,  BRICKS  ANO  TILES,  AS  SMALL  PRISMS,  AND  OF 
THE  SAME  SUBSTANCES  UNITED  BY  CEMENT,  WITH  AND 
■WITHOUT  HOOP  IRON  BOND,  AND  ALSO  OF  CONCRETE 
AND  MORTAR,  AS   PRISMS,  BEAMS,  &c. 


Description  of  Prism  or  Beam,  with  reference  to  some 
of  tlie  foregoing  Tables  or  Articles. 


Dimensions 
in  inchfs. 


Small  Prisms. 

1.  Yorkshire  Stone,  Tabic  VIII 2 

2.  Superior  Bricks    (VIII)..    2 

3.  Inferior  Biicks     (VIH) 

4.  Plain  Tiles (XVIII) 2 

5.  Paving  Tiles   (XVIII) 2 

G.  Concrete,  the  best  of  Table  VI 2 

7.  Rosehill  lime  Mortar,  the  best  of  Table  VI..  2 

S.  Blue  lias  lime  Mortar..  (XII) 2 

Larger  Prisms. 
9.  Yorkshire  Stone (330     4 

10.  Do.in  2  pieces  with  1  vertical  Cement joint(331)   4 

11.  Do.  in  5  pieces  with  Cement  joints  ....(332^    4 

12.  Do.  in  o  pieces  with  Cement  and  hoop  }  /o-i-> 
iron  bond    j  ^       'i  * 

Bemns. 

13.  Yorkshire  Stone    (335)  13 

14.  Bricks  and  Cement (310)!lSf 

1.5.  Bricks,  Cement  and  hoop  iron  bond  ..(311)  1S| 
IG.  Hailing  Lime  Morlarand  hoopiron  bond(313)IlSf 

17.  Bricks  and  Cement (31G)185 

18.  Hailing  Lime  Mortar  and  hoopiron  bond  (317)  ISf 

19.  Plain  Tiles,  Cement  and  hoop  iron  bond  (33G)  IGf 

20   PavingTiles,  Cement  and  hoop  iron  bond(,337)  12 

21.  Ranger's  Artificial  Stones  or  Concrete.  .(336)18 

Geometrical  Steps,  projecting  4  feet. 
Yorkshire  Stone    (32.5)13 

23.  Bricks,  plain  Tiles  and  Cement    (322)  14.^ 

24.  Bricks,  Cement  and  hoop  iron  bond  ..(323)1S| 
j!5.  Plain  Tiles,  Cement  and  hoop  iron  bond  (32G)  1G| 
2G.  P.ivinsTiles, Cement  and  hoopiron  bond(32")  12 


71  27 
12  |120 
12  ;i20 
12  jl20 
12  3G 
12  2GI 
7  27 
Ij  27 
15      27 


y'*^.^  llJesisi-  Wliether 

I  cracks 

-.  were 

break 


mentl 


-Mor- 
tar, 


weights 
in  lbs. 


observed 
befrire 

breaking 
down. 


457 

342 

17 


102 

101 

too 


50 
50 
50 
50 
G6 
107 
109 

ajean 


40 

G8 
105 
107 


2887 

752 

320 
I1G8 
J.124 

209 

210 

157 

2865 
278 
414 

873, Cracked 


13512 

49s'Cracked 
4523  Cracked 

742  Cracked 
235g| 

5147;Cracked 
9497  Cracked, 
7596  Cracked, 
5713 

5514 

540 

3560 

2396|Cracked 
1263 


THAT  IN  WHARF  WALLS  HAVING  COUNTERFORTS  AND  BUILT 
WITH  CEMENT  MORTAR,  THE  EXTRAORDINARY  ADHES- 
IVENESS OF  THE  CEMENT  INSURES  THE  STABILITY  OF 
THE  PROFILE, 

(iU4)  Thousli  the  resistance  of  cement  joints,  even 
when  three  months  old,  was  proved  by  our  last  experiments 
to  be  considerably  less  than  that  of  Yorkshire  stone,  yet 
our  former  experiments,  and  especially  that  with  the  two 
large  LJramley  fall  stones,  recorded  in  Article  2liy,  proved 

T  2 
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that  in  adhesiveness  it  was  equal  to  one  of  the  best  building 
stones  of  this  country;  and  the  same  experiment  even 
proves,  that  for  fixing  cantilevers  in  walls,  the  resistances 
of  cement,  used  as  plugging  to  prevent  the  ends  of  the  can- 
tilevers from  moving  in  the  holes,  is  equal  to  the  cohesive- 
ness  of  the  particles  of  the  same  excellent  stone,  or  nearly 
so  ;  for  the  only  cantilever  out  of  tour,  that  was  displaced 
in  the  above  experiment  was  that,  w hich  after  havinir,  like 
the  others,  been  loaded  with  more  than  7000  lbs,  broke  off 
not  only  the  cement  by  which  it  was  fixed  in  the  hole,  but 
part  of  the  stone  itself  (217). 

Hence  in  wharf  walls,  built  with  cement  mortar,  in  the 
usual  proportion  of  equal  measures  of  cement  and  sand,  of 
which  the  adhesiveness  cannot  be  less  than  about  two  thirds 
of  that  of  solid  stone,  as  may  fairly  be  inferred  from  the  above 
remarkable  experiment  (21G,)  compared  with  those  recorded 
in  the  last  column  of  Table  XI  (243.)  it  is  quite  impossible 
that  the  wall,  if  constructed  with  counterforts,  can  ever  sepa- 
rate from  the  latter.     The  whole  must  necessarily  adhere 
together  in  one  mass,  and  therelore  the  wall,  even  though 
unequal  in  itself  alone  to  resist  the  pressure  of  earth  acting 
upon  the  back  of  it,  and  tending  to  force  it  forward  at  top 
out  of  its  proper  position,    derives  full  benefit  from  the 
counterforts,  which  the   same  pressure  of  earth  tends  to 
keep  in  their  proper  places,  because  it  acts   not  only  in 
rear,  but  also  on  both  sides  of  each  countertbrt,  and  whilst 
even   the  former  pressure    is    not    entirely  unfavourable, 
the  lattqr  is  all  in  favour  of  stability.*     Thus  the  pressure 
of  earth  upon  a  w  all  with  counterforts  is  precisely  similar 
to  the  forces  exerted  in  our  experiments  upon  a  couple  of 
bricks  or  stones,  connected   by  cement  or  mortar  joints. 
One  stone  was  fixed,  and  so  is  each  counterfort;  whilst  the 
other  was  pulled  away  from  it,  by  the  weights  acting  upon 
it,  and  so  is  the  w all,  which  the  pressure  of  earth  tends  to 
separate  in  like  manner  from  its  countcrlbrts,  which  separa- 
tion is  counteracted  solely  by  the  adhesiveness  of  the  mor- 
tar; and  this  as  1  again  repeat,  if  made  of  cement  and  sand 
in  the  usual  proportions,  is  far  superior  to  the  pressure 
acting  upon  it. 

•  Arcoidins:  to  tlic  former  eencrally  received  Tlieory  of  tlie  Pressure  of 
Earth  upon  Rcvetnienis  or  lietitiiiing  Walls,  laid  down  by  Beluhtr.  Dr. 
Hutton  and  others,  the  whole  ot  the  pressure  of  loose  earth  on  the  hark  of 
the  wall  was  supposed  to  tend  to  overset  it.  Douhtinp  the  arcnracj  of  this 
theory,  I  tried  in  181G,  a  number  of  experiments  recorded  in  uiy  Course  of 
Elementary  Fortification,  which  proved  it  to  be  completely  erroneous  ;  be- 
cause, as  I  suspected;  part  of  Ibe  abuve  pressure  always  strengilitns  the  wall. 
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THAT  NEITHER  WEAK  HYDRAULIC  MORTAR,  NOR  COMMON 
CHALK  LIME  MORTAR  HAVE  ADHESIVENESS  ENOUGH,  TO 
PREVENT  THE  PRESSURE  OF  EARTH  UPON  A  WHARF 
WALL,  SUBJECT  ALSO  TO  THE  ACTION"  OF  THE  TIDES, 
FROM  GRADUALLY  SEPARATING  IT  FROM  ITS  COUNTER- 
FORTS. EXAMPLE  OF  A  FAILURE  OF  THIS  DESCRIPTION 
AT  CHATHAM. 

(345)  From  the  favourable  reports  of  puzzolana,  I 
have  no  doubt  that  this  also  will  have  the  power  of  prevent- 
ing the  injurious  effects  of  the  pressure  of  earth,  explained 
in  the  preceding  article  ;  but  experience  has  proved,  that 
in  wharf  walls  built  with  weak  hydraulic  limes,  the  adhes- 
iveness of  the  mortar  is  not  sufficient  to  resist  that  pressure, 
as  for  example  in  the  wharf  wall  of  the  old  dock  at  Hull, 
which  separated  from  its  counterforts  in  the  manner  that 
has  been  alluded  to,  as  was  before  mentioned  in  a  quota- 
tion from  Mr.  Timperley's  description  of  the  works  at  that 
port  (265  and  266). 

A  similar  failure  has  recently  taken  place  in  the  wall  of 
the  old  Gun  Wharf  at  Chatham,  which  was  faced  with 
Purbeck  stone,  said  to  have  been  laid  in  trass  mortar,  with 
a  backing  and  counterforts  of  brickwork  laid  in  common 
chalk  lime  mortar,  and  strengthened  about  4  or  5  leet  from 
the  top  by  a  continued  longitudinal  bond  timber,  and  trans- 
verse land  tics  also  of  timber,  one  passing  through  each  of 
the  counterforts,  and  at  the  extreme  top  by  a  strong  longi- 
tudinal capping  of  timber,  connected  not  only  with  transverse 
land  ties  sunk  into  the  earth  in  rear,  but  also  with  the 
fender  piles  in  front  of  the  wall. 

I  have  seen  an  official  drawing,  of  17S9,  evidently  in 
reference  to  a  project  lor  the  completion  of  this  wharf,  a  sec- 
tion contained  in  which  very  nearly  agrees  with  the  present 
profile  of  the  wall,  which  is  known  to  have  been  finished 
more  than  40  years,*  and  I  have  ascertained  by  inquiry, 
that  no  appearance  of  failure  was  ever  noticed  until  the 
year  1825,  when  part  of  it  was  observed  to  have  bulged 
a  little  forward,  but  no  material  change  took  place  until 
some  years  afterwards,  when  a  substantial  granite  coping 
was  laid  in  front  of  the  wall,  as  a  substitute  for  the  timber 
capping  and  land  ties,  which  had  become  rotten.  The  weight 
ofthis  coping,  which  could  have  done  no  harm,  had  the  mortar 

•  From  this  drawing  one  mij;lit  infer,  that  a  brick  wall  with  counterforts, 
either  finislied  or  perhaps  only  in  progress  exii^ted  in  1789.  which  it  was 
proposed  to  face  with  stone.  But  this  is  conjecture,  as  I  have  never  seen 
any  document  explanatory  of  the  drawing  alluded  to. 
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of  the  brickwork  been  good,  has  undoubtedly  accelerated 
the  separation  of  the  front  of  (he  wail  from  the  counterforts, 
which  action  has  been  gradually  in  progress,  but  exerted  it- 
self more  powerfully,  as  soon  as  the  bond  tiuil)er  and  lower 
row  of  land  tics  also  became  rotten.*   The  following  (igure 
represents  the  state  of  that  portion  of  the  old  Gun  ^^  liarf 
wall,  on  being  laid  open  for  examination,  which  has  given 
way   in  the  manner    alluded    to,    the   front  of  it  having 
gradually  bulged  out  irregularly,  until  it  has  been  Ibrced 
forward  at  top,  not  less  than  2  ieet  out  of  its  original  posi- 
tion, whilst  a  chasm  of  15  or  18  inches  in  width  has  been 
formed  between  the  front  and  back  of  the  wall,  the  latter 
having  adhered  to  the 
counterforts,    but  not 
firmly ;  for  all  the  brick- 
work of  both  is  shatter- 
ed, and  cracked  at  top, 
owing  to  the  weakness 
of  the  chalk  lime  mor- 
tar; the  whole  of  which 
is  now  in   an    almost 
fluid  state,    communi- 
cating no  more  strength 
to  the  brickwork,  than 
an   equal    quantity   of 
mud  would  be  capable 
ot    doing ;     in    conse- 
quence of  the  water  from  the  river  having  forced  its  way 
through  at  every  tide,  aud  kept  the  whole  of  the  backing 
in  a  wet  state,  in  spite  of  the  stone  and  trass-mortar  facing, 
before   described.      At  the  level  of  the  foundation,   it  is 
supposed  that  the  brickwork  of  the  wall  and  counterforts 
may  still  remain  in  close  contact  as  at  first. 

(34G)  The  circumstance  of  this  wall  having  remained 
perfect  for  at  least  27  years  after  it  was  finished,  and  of 
some  parts  of  it  still  remaining  so,  may  be  considered  a 
proof,  that  tlie  profile  was  suflicient  if  better  mortar  had 
been  used,  for  the  wall,  which  was  about  24  feet  high  and 
l)ad  offsets  or  footings  at  bottom,  had  an  exterior  slope  of  one 
tenth  of  its  height,  and  would  have  been  Gi  feet  thick  at  top, 

"  To  guard  against  this  evil,  chain  cahles  or  stronfj  iron  holts  or  hars 
have  recently  been  nsed  by  the  Enpineers  of  tlie  present  day  as  land  ties,  for 
wharf  walls,  'i'hese  are  particularly  necessary  in  wlnirfs  faced  with  iron, 
which  has  very  little  stability  in  itself,  r.nd  must  therefore  be  aided  by  long 
land  ties  running  thrdugh  the  backing  of  the  what  f,  and  well  secnrcd  to  some 
itnmoveablc  objects  in  rear. 
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if  the  back  of  it  had  been  carried  up  vertically,  instead  of 
which  its  tliickness  was  reduced  to  4  feet  at  top,  by  a  step 
in  rear,  about  7h  feet  below  the  level  of  the  ground.  It 
had  very  substantial  counterforts  (c),  measuring  rather  more 
than  6  leet  square  in  plan,  at  central  intervals  of  18  feet, 
and  terminating  about  4  feet  below  the  same  level,  that  is 
several  feet  higher  than  the  step  at  the  back  of  the  wall, 
the  lower  part  of  which  by  being  thicker  was  in  itself  a  sort 
of  counterfort  to  the  upper  part  of  it,  in  consequence  of 
which  the  front  part  of  the  wall  being  the  thinnest  and  less 
capable  of  resisting  the  pressure  of  earth  in  rear,  separated 
from  the  back  part  (b)  in  rear  of  the  said  step,  whereas  had 
the  whole  back  of  the  wall  been  carried  up  vertically,  the 
separation  resisted  by  a  greater  mass  of  brickwork,  would 
have  been  less  considerable,  and  would  have  taken  place 
farther  back,  entirely  behind  the  back  of  the  wall,  and  in 
front  of  the  counterfort. 

(347)  Our  experiments  on  chalk  lime  mortar  17  days 
old,  two  joints  of  which  measuring  40  superficial  inches 
required  weights  of  308  lbs,  and  of  283  lbs,  respectively,  to 
tear  them  asunder,  as  recorded  in  Table  XIII  (277), 
proved  that  this  sort  of  mortar  has  a  respectable  adhesive- 
ness at  first,  which  appears  to  be  fully  confirmed  by  the  fact, 
that  the  wall  now  under  consideration  remained  in  a  sound 
state  for  so  many  years,  which  the  land  ties  alone,  though 
a  very  powerful  aid,  could  not  have  insured,  had  the  mortar 
been  as  bad  then  as  it  is  now,  when  its  adhesiveness  is  so 
very  trifling,  that  any  two  bricks  could  be  separated  by  the 
hand  of  an  infant.  The  same  circumstance  seems  to  occur, 
in  respect  to  the  weak  hydraulic  limes,  for  the  like  failure 
of  the  wharf  wall  of  the  Old  Dock  at  Hull  before  alluded  to, 
does  not  appear  to  have  been  immediate,  but  progressive 
during  a  long  period  of  years.  This  is  not  precisely  what 
one  might  have  anticipated  from  any  lime  having  hydraulic 
properties,  such  as  the  Warmsworth  lime  used  in  that  work, 
the  mortar  of  which  might  have  been  expected  gradually 
to  set  instead  of  becoming  weaker,  in  the  course  of  thirty 
or  forty  years ;  and  in  fact  a  great  part  of  that  mortar  did 
attain  a  respectable  state  of  induration,  but  as  other  por- 
tions of  it  were  soft,  and  the  separation  of  the  wall  from 
the  counterforts  took  place  in  spite  of  such  partial  indura- 
tion, this  failure  sufliciently  proves  the  propriety  of  the 
maxim  before  laid  down  by  me  in  consequence,  that  not 
even  hydraulic  limes  of  moderate  energy  arc  to  be  trusted 
for  the  mortar  of  wharf  or  dock  walls  built  with  counterforts. 
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(348)  To  return  to  the  old  Gun  Wharf  wall  at  Chatham, 
the  jrrcat  error  in  the  construction  of  it  has  undoubtedly 
been  the  use  of  common  mortar  for  the  whole  of  the  brick- 
work, which  error  however  was  rather  the  error  of  their  aire, 
than  of  the  Engineers,  who  may  have  given  dcsiiins  for  the 
commencement  and  completion  of  this  work,  the  most  recent 
of  which  was  undoubtedly  drawn  up  half  a  century  ago,  that 
is  two  years  before  Smeaton  published  the  results  ot  his 
admirable  researches  on  the  properties  of  water  cements, 
and  seven  years  before  the  qualities  of  the  Sheppy  cement 
stone  had  been  discovered.  Hence  the  failure,  that  1  have 
just  recorded,  is  no  disparagement  either  to  those  Engineers 
or  to  their  superiors,  the  then  Master-General  and  Board  of 
Ordnance  ;  notwithstanding  which,  I  w ould  have  preferred 
not  bringing  it  under  notice  in  this  treatise,  if  failures  did 
notaffordthe  mostinstructiveexamplesin  Practical  Architec- 
ture; and  if  this  did  not  also  prove  in  the  strongest  light  the 
necessity,  which  I  have  so  olten  before  inculcated,  of  never 
using  chalk  lime  at  all,  in  any  masonry  or  brickwork  exposed 
to  the  action  of  water,  even  tor  the  backing  ;  for  sooner  or 
later  it  will  be  sure  to  fail,  as  has  been  proved  likewise  in  vari- 
ous parts  of  the  wharf  walls  of  Chatham  Dock-yard,  which 
I  shall  not  enlarge  upon,  one  example  being  enough. 

(349)  It  has  occurred  to  me  on  reflecting  on  the  above, 
that  wharf  walls  of  a  sufficiently  substantial  profile  without 
counterforts,  have  the  advantage  of  not  being  liable  to  this 
sort  of  separation  of  the  parts,  even  if  the  mortar  should  be 
of  inferior  quality  :  but  1  am  not  aware  that  any  of  the  Civil 
Engineers  of  this  country  have  ever  dispensed  with  counter- 
forts, although  it  has  been  done  in  the  wharf  wall  of  the 
Royal  Arsenal  at  Woolwich,  and  in  that  of  the  New  Gun 
Wharf  at  Chatham,  built  under  the  superintendence  of  the 
Royal  Engineer  Department. 

(350)  Remarksnn  Trass.  Its  efficiency  as  an  Ingredient 
for    Hydraulic    Mortar,    when   judiciously    used.     That 

Chemical  Analysis  proves  it  to  be  similar  to,  and  almost 
identical  with  Puzzolana. 

I  have  hitherto  said  little  of  trass,  not  having  had 
an  opportunity  of  examining  it  personally  until  lately, 
when  1  inspected  a  brick  wharf  wall  in  Woolwich  Dock- 
yard, said  to  have  been  built  about  fifty  years  ago,  with 
mortar  composed  of  1  njeasure  of  Dorking  lime,  2  measures 
of  sharp  river  sand  and  A  measure  of  trass,*  which  was  then 

•  These  proportions  arc  stated  on  the  authority  of  the  Master  Brick- 
Jayerof  that  Dock-yard,  commuDicated  tome  through  the  resident  Engineer. 
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being  partly  pulled  down,  in  consequence  of  an  extension 
of  the  Dock-yard,  by  buildinf>:  a  new  concrete  wall  in  front 
of  it,  which  was  in  proi^ress  at  the  same  time.  The  mortar 
of  this  old  wall  was  excellent  and  every  where  very  hard, 
except  in  a  small  portion  immediately  under  a  culvert,  and 
consequently  exposed  to  the  action  of  running  water,  where 
it  was  softish.  1  have  also  seen  a  facing  of  trass  mortar  of 
about  9  inches  for  the  brickwork  of  a  wharf  wall  in  Chatham 
Dock-yard,  which  on  pulling  down  the  wall  proved  to  be 
equally  good.  The  circumstance  of  the  trass  mortar  grow- 
ing in  the  joints  remarked  by  Smeaton,  and  also  by  me  in  the 
facing  of  the  old  Gun  Wharfwall,  wasnot  observable  in  either 
of  these  walls.  Mr.  Stevenson  who  used  trass  for  a  short  time, 
for  wantof  puzzolana,  on  commencing  the  Bell  Rock  Light- 
house, and  also  General  Treussart  in  France,  both  give  this 
substance  an  excellent  character,  though  they  do  not  con- 
sider it  quite  equal  to  puzzolana,  and  they  do  not  notice  the 
detect  observed  by  Smeaton,  which  from  having  more  ex- 
perience and  information  on  such  subjects,  than  when  I  first 
read  his  observations  on  water  cements,  I  now  apprehend 
is  not  peculiar  to  trass,  but  would  take  place  with  puzzo- 
lana also,  if  that  substance  were  mixed  like  the  trass  mortar 
of  Snieaton's  time,  with  such  an  injudicious  excess  of  com- 
mon chalk  lime,  as  twice  its  own  bulk.  This  proportion  of 
puzzolana  would  just  be  sufiicient  to  prevent  the  lime  from 
dissolving  altogether,  and  being  washed  entirely  away,  but 
not  from  forming  a  sort  of  incrustation  gradually  growing 
out  of  all  the  joints,  like  the  stalactites  from  the  joints  of 
damp  vaults  constructed  with  the  mortars  even  of  hydraulic 
limes  (55),  but  which  never  occur  with  cement  mortar.  In 
fact  the  chemical  component  parts  of  puzzolana  and  of  trass 
are  so  very  nearly  alike,  as  will  be  seen  by  referring 
to  Article  cxxxv  in  the  Appendix,  where  the  analysis  of 
these  important  substances  is  given,  that  the  one  cannot 
possess  any  property  not  common  to  the  other  also. 

DESCRIPTION  OF  THE  METHODS  ADOPTED  IN  UNDERSET- 
TING  THE  FOUNDATIONS  OF  THE  NEW  CUSTOM-HOUSE 
AT  LONDON,  AND  OF  A  STOREHOUSE  IN  CHATHAM  DOCK- 
YARD. THAT  THE  FORMER  HAS  SUCCEEDED,  AND  THE 
LATTER  FAILED,  TO  A  CERTAIN  DEGREE.  PROBABLE 
CAUSE  OF  THE  DIFFERENCE  IN  THESE  RESULTS. 

(351 )  The  New  Custom-house  of  London,  a  handsome 
and  1  believe  convenient  building,  begun  in  July  1813  and 
finished  in  the  latter  part  of  1817,  creditable  to  the  Archi- 
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tcct  uho  designed  it  in  other  respects,  was  built  on  a  piled 
foundation;  badly  i>lanned,  inasmuch  as  the  woodwork  over 
the  heads  of  the  piles  was  not  placed  suQiciently  low,  in 
reference  to  the  low  water  of  spring;  tides,  to  be  at  all  times 
in  a  wet  state  ;  and  still  w orse  executed  by  the  Contractor, 
who  did  justice  to  all  other  parts  of  his  contract,  excepting 
this,  which  unfortunately  was  the  part  that  could  the  least 
admit  of  being  trifled  with.*  Hence  in  the  year  1825, 
scarcely  eight  years  alter  the  building  was  finished, 
the  imperfect  foundations  having  in  the  mean  time  been  grad- 
ually ginng  way,  part  of  the  floor  of  the  large  apartment 
called  the  long  room,  which  was  supported  on  groined 
arches,  fell  down,  luckily  without  loss  of  life,  as  it  occurred 
at  an  early  hour,  before  it  was  crowded  with  persons  on 
business,  although  the  clerks  were  seated  at  their  desks, 
which  were  arranged  along  the  walls.  Gradually  increasing 
cracks  announcing  settlements,  the  usual  symptoms  of  an 
ineflicient  foundation  had  previously  appeared,  and  the 
whole  of  the  walls  were  now  considered  in  great  danger. 

Sir  Robert  Smirke  being  called  in  at  this  period,  to 
remedy  the  defects  in  the  construction  of  the  former  Archi- 
tect, pulled  dow n  the  whole  of  the  shattered  floor  and  ruin- 
ous vaults,  and  removed  their  foundations  also,  and  at  the 
same  time  he  pulled  down  a  part  of  the  adjacent  front  wall 
of  the  Custom-house,  facing  the  Thames,  which  seemed  in 
great  danger;  and  having  cleared  out  the  whole  space  under 
this  wall  as  well  as  under  the  long  loom,  until  he  came  to  a 
natural  bed  of  sound  gravel,  he  tilled  it  in  with  a  mass  of 
concrete,  upon  which  he  rebuilt  the  portion  ol  the  front  wall 
before  mentioned,  as  well  as  the  long  room,  supporting  the 

•  As  the  licatis  of  the  piles,  and  the  wocdwoik  over  them  on  «liieh  the 
walls  were  built,  were  thus  liable  to  be  alternately  wet  and  dry,  or  wet  and 
dump,  they  niiist  necessarily  have  decayed  in  time,  even  had  they  been  of 
proper  dimen.-ions  and  diiven  deep  enonjrh  into  the  natural  piound,  wliieli 
was  not  the  case;  for  although  the  Architect,  in  a  book  published  by  him 
describing  this  edifice,  which  I  perused  some  years  apo,  declared  that  the 
piles  were  ail  of  proper  diameter, and  t;cnerally  driven,  if  I  recollect  rightly, 
to  the  depth  of  ai)out  21  feet;  it  was  tbund  afterwards,  on  taking  them  out, 
that  they  were  what  may  be  termed  sham  piles,  the  average  length  of  2378 
of  those  piles  being  only  10  feet  1  inch,  and  the  length  of  each  varying  from 
3  feet  G  inches  upwards,  and  many  of  them  being  so  crooked,  especially  of 
the  shorter  ones,  that  they  resembled  commas  Moreover  the  clumps  of  9 
piles  each,  which  were  intended  to  support  the  square  piers  of  the  groined 
vaults  imihr  tiic  long  room,  were  not  even  properly  placed  for  that  purpose, 
ina'^much  as  the  brickwork  of  each  pier  had  not  a  fair  bearing  on  the  \«hole 
of  the  piles  below  it,  but  upon  a  part  of  them  only.  In  siiort  these  pile* 
were  so  bad,  that  until  I  saw  them  in  the  state,  which  has  been  described, 
1  could  scarcely  believe  the  reports,  t!iat  I  had  heard  of  the  very  dcfectire 
nature  of  this  fouodation,  though  by  no  means  exaggerated. 
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new  floor  of  the  latter  upon  iron  columns  and  girders.  In 
respect  to  the  remaininsj  walls  of  that  extensive  building,  he 
decided  upon  undersetting  the  whole  of  them  with  concrete, 
and  brickwork  laid  in  cement,  in  a  new  and  very  ingenious, 
and  as  the  result  has  since  proved,  in  a  most  judicious  man- 
ner. Having  already  noticed  this  operation  in  the  second 
note  to  Article  27,  ascribing  the  acknowledged  success  of  it 
chiefly  to  the  concrete  ;  and  having  at  the  same  time  men- 
tioned that  Mr.  Ranger  had  underset  the  walls  ot  a  Storehouse 
in  Chatham  Dock-yard,  the  foundations  of  which  were  giving 
way  with  concrete  alone,  in  a  very  simple  and  yet  efficient 
manner,  as  I  then  believed,  and  more  economical  than  the 
former  ;  I  should  not  have  brought  the  subject  again  under 
the  notice  of  my  readers,  if  the  latter  method,  which  was  car- 
ried iutoeftectin  1834,  had  not  subsequently  failed,  which  I 
discovered  by  mere  accident  in  November  1837,*  not  having 
enteredthatStorehouseinthemean  time,  as  1  had  no  expecta- 
tion of  such  failure  taking  place.  Hence  it  is  of  importance 
to  point  out  the  circumstances,  in  which  the  undersetting  or 
underpinning  of  the  New  Custom-house  of  London  diftered 
from  that  of  the  Storehouse  in  Chatham  Dock-yard. 

In  both  cases  the  work  was  executed  in  small  portions 
at  a  time,  the  brickwork  of  the  original  foundation  of  each 
of  tliose  buildings,  being  laid  open  by  excavating  under  it, 
until  a  solid  substrature  was  found,  which  under  the  Cus- 
tom-house was  a  bed  of  gravel,  and  under  the  Storehouse 
either  compact  clay  or  gravel  or  solid  chalk. 

(3o'2)  Sir  Robert  Sinirkes  Mode  of  undersetting  the 
Walls  of  the  Xew  Custom  House. 

In  this  operation,  which  was  done  in  lengths  of  10  feet 
at  a  time,  a  space  of  at  least  12  feet  in  width  was  cleared 
out,  and  substantial  transverse  timbers  were  used  at  inter- 
vals of  10  feet  to  underpin  the  walls,  which  were  supported 
in  the  center  only,  by  strong  square  posts.  The  concrete, 
which  consisted  of  I  measure  of  pulverized  Dorking  quick- 
lime mixed  with  7  or  8  measures  of  Thames  ballast,  was 
then  thrown  in,  filling  the  whole  width  of  the  excavation, 
which  when  it  rose  to  the  proper  height  was  covered  with  a 
course  of  large    Yorkshire  landing  stones,  each  6  inches 

•  An  Officer  of  Cliatliam  Dock  yard  having  offered  to  show  me  some 
chain  cables  and  buoys,  whiili  we  bad  been  speaking  about,  and  these  liap- 
pening  to  lie  behind  the  Stoieiioiise  alluded  to,  I  observeil  whilst  looking  at 
them,  a  crack  in  the  back  wall,  apparently  a  new  one,  which  on  examination 
and  inquiry  it  proved  to  be, anil  afterwards  on  entering  the  building,  I  found 
strong  proofs  of  a  general  sinking  or  settlement  of  tiie  walls  having  taken 
place. 
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thick,  and  averaging;  25  superficial  feet,  the  top  of  which 
was  just  3  feet  lower  than  the  bottom  of  the  original  brick- 
work of  the  walls,  whith  had  previously  rested  upon  the 
woodwork  of  the  piled  foundation.  This  space  was  filled 
up  with  12  courses  of  brickwork  laid  in  cement  mortar, 
and  wediTcd  up  close  to  the  bottom  of  the  orij^inal  brick- 
work, with  hard  materials  such  as  pieces  of  tiles  and  slates. 
This  brick  and  cement  work,  interposed  beneath  the  oriiiinal 
walls  and  the  Yorkshire  stones  and  concrete,  was  consider- 
ably wider  than  the  former,  and  consequently  built  with 
footings  or  small  ofl'sets  on  each  side. 

(3.33)  Messrs.  Taylor  and  Rangers  Mode  of  under- 
selling the  Storehouse  in  Chatham  Dock-yard. 

In  this  operation,  which  was  done  by  small  lengths  of 
about  6  feet  at  a  time,  but  without  using  any  temporary 
supports,  the  whole  building  was  underset  with  concrete 
alone,  composed  of  1  measure  of  Hailing  quicklime  ground 
and  silted,  and  G  measures  of  Thames  ballast,  mixed  with 
boiling  water  according  to  Mr.  Ranger's  system,  who  exe- 
cuted the  work  himself  under  the  direction  of  Mr.  Taylor 
then  Architect  to  the  Admiralty.  The  concrete  was  thrown 
down  in  troughs,  and  rammed  in  between  two  sets  of 
boards,  placed  at  such  a  distance  apart,  as  to  suit 
the  bottom  of  the  original  brickwork,  which  was  7 
feet  thick.  These  boards  were  removed  when  the  concrete 
was  finished,  so  thatthe  whole  space  excavated,  about  14  feet 
wide,  was  not  filled  in  w  ith  concrete,  as  at  the  Custom-house. 
When  the  concrete  was  brought  up  to  within  about  1  foot 
of  the  bottom  of  the  original  brickwork  of  the  wall,  it  was 
pressed  up  against  it  by  a  simple  and  ingenious  apparatus 
of  frames  and  screws,  resting;  on  a  course  of  slatinj:,  until 
the  whole  space  under  the  original  foundation  of  the  brick- 
work, and  between  that  and  the  solid  ground  below  as  afore- 
said, was  filled  with  a  mass  of  partly  rammed  and  partly 
pressed  concrete,  of  which  the  width  at  bottom  rather 
exceeded  that  of  the  original  brickwork,  but  coincided  with 
it  at  top. 

Whilst  Mr.  Taylor  underset  the  greater  part  of  the  walls 
in  the  manner  that  has  been  described,  he  found  it  neces- 
sary to  pull  down  a  part  of  the  South-west  end  of  the  front 
wall  of  the  Storehouse,  facing  the  Anchor  Wharf,  which  he 
rebuilt  with  cement  mortar,  upon  a  concrete  foundation,  of 
the  same  description  and  dimensions,  as  that  which  he  intro- 
duced under  the  old  walls  ol  the  building.  When  this  was 
done,  he  caused  the  numerous  cracks  in  the  walls  to  be 


T\rO  MODES  OF  UNDERSETTING  WALLS  COMPARED.    269 

stopped  and  pointed,  loose  bricks  to  be  taken  out  and  re- 
placed, and  several  of  the  flat  arches  over  windows,  &c,  to 
be  rebuilt;  alter  which  every  portion  of  the  inside,  where 
those  repairs  had  taken  place,  was  washed  with  Hailing 
lime,  which  havinj^  a  brownish  tint,  served  to  distinu^uish 
those  parts  from  the  rcnniinder  of  the  walls,  which  had  been 
previously  whitewashed  with  chalk  lime.  On  the  outside, 
the  white  colour  of  the  new  mortar  renders  all  the  rei)aired 
cracks,  or  new  brickwork  put  in  here  and  there,  no  less  con- 
spicuous, so  that  they  cannot  be  mistaken  for  the  orio^inal 
brickwork,  of  w  hich  the  joints  are  of  a  dark  colour.  These 
repairs  were  done  in  1834,  and  1  am  sorry  to  say,  that 
in  my  recent  examination  of  the  same  Storehouse,  I 
found  that  several  new  cracks  had  taken  place  in  the  walls, 
two  of  which  are  in  the  brick  and  cement  portion  of  the 
front  wall,  built  by  Mr.  Taylor  himself,  after  he  had  pulled 
down  the  old  brickwork,  which  was  in  too  dangerous  a 
state  to  underpin.  In  one  of  the  new  flat  arches  over 
windows,  a  brick  has  dropped  down  out  of  its  proper 
place,  and  in  short  there  are  indications  not  to  be  doubted, 
of  the  whole  of  the  walls  having  settled,  since  the  concrete 
foundation  was  introduced,  to  what  degree  it  is  impossible 
to  say,  but  I  estimate  this  new  settlement  as  probably 
amounting  to  at  least  2  inches. 

(354)  Remarks  on  those  two  different  Methods  of 
undersetting   the  Foundations  of  the  Walls  of  Buildings. 

On  reflecting  upon  the  successlul  result  of  the  mode 
of  undersetting  the  Custom-house,  contrasted  with  the 
failure  of  that  afterwards  used  in  the  Storehouse  in  Chat- 
ham Dock-yard,  it  appears  to  me  that  the  brickwork  laid 
in  cement  introduced  by  Sir  Robert  Smirke  beneath  the 
whole  of  the  original  footings  of  the  walls,  acted  as  a  great 
brick  and  cement  beam,  which  by  having  the  additional 
bond  of  the  large  Yorkshire  landing  stones,  between  it  and 
the  concrete,  has  equalized  the  pressure  of  the  walls  of  the 
building  upon  every  part  of  the  concrete,  so  that  at  the  end 
of  more  than  10  years,  no  crack  or  other  symptom  of  settle- 
ment has  yet  been  discovered. 

In  the  Chatham  Storehouse  on  the  contrary,  the  walls 
press  directly  on  the  concrete,  and  consequently  with  un- 
equal force,  the  solid  parts  or  piers  between  doors  and 
windows  being  heavier  than  where  these  openings  occur,  and 
the  result  seems  to  prove  that  the  concrete  there  used  was 
either  compressed  upon  the  solid  chalk  or  ground  below,  or 
forced  out  at  the  side.s,  from  its  width  not  being  much  greater 
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than  the  footings  of  the  brickwork,  or  both.  In  fact  a  per- 
son, lookina:  at  the  inside  of  the  Storehouse  now,  might 
suppose,  that  it  was  in  the  same  danger  as  jjcfoie  ;  but  it 
is  not  so,  because  alter  the  concrete  shall  have  been 
pressed  down  upon  the  solid  chalk,  gravel  or  clay  below, 
as  lar  as  the  weight  of  the  building  may  be  capable 
of  forcing  it,  which  eU'ect  may  possibly  have  already 
taken  place,  no  further  settlement  will  insuc  ;  and  this  sub- 
stance being  incorruptible,  the  same  risk  is  not  by  any 
means  to  be  apprehended,  as  in  the  decay  of  its  former 
wooden  foundation,  which  if  neglected  would  certainly 
have  led  to  the  downfal  of  the  building,  and  which  on 
inquiry  I  found  to  have  been  of  such  a  very  curious  and 
extraordinary  nature,  that  it  appeared  worth  while  to  de- 
scribe it  in  detail  in  the  Appendix.  (See  from  Article 
XXA II  to  XXX  inclusive.)* 

THAT  THE  FACINGS  OF  CONCRETE  OR  ARTIFICIAL  STONE 
FOR  THE  WET  DOCKS  AND  WHARFS  OF  HER  MAJESTY'S 
DOCKYARDS  AT  WOOLWICH  AND  CHATHAM  HAVE  FAILED, 
CHIEFLY  IN  CONSEQUENCE  OF  THE  ACTION  OF  FROST, 
PROVING  THAT  IT  IS  UNFIT  FOR  WALLS  EXPOSED  TO 
THE  TIDES  AND  LIABLE  TO  COLLISIONS. 

(355)  WhenMr.Taylor  first  proposed  to  build  docks  for 
the  largest  ships  as  well  as  wharfs  of  concrete  or  artificial 
stone  on  Mr.  Ranger's  principle,  and  obtained  authority  to 
carry  these  projects  into  efiect,  in  Her  iMajesty's  Dock- 
yards at  Woolwich  and  Chatham,  my  previous  experiments 
on  cements  and  limes  made  me  consider  this  construction 
as  a  very  bold  experiment  likely  to  fail,  which  proved  to  be 
the  case,  for  after  some  time  it  was  found  necessary  to  pro- 
tect the  clocks  alluded  to,  by  lacing  them  with  granite  (81). 
More  recently  the  wharf  walls  in  the  same  Dock-yards, 
which  were  exposed  alternately  to  the  tides  of  the  Thames 
or  Med  way,  and  to  the  action  of  the  atmosphere,  have  given 
way  also,  and  if  not  hereafter  protected  by  a  facing  of 
granite  or  of  brickwork  laid  in  cement,  they  will  in  process 

•  Part  of  tlie  foniuiation  of  tlic  Storcliouse  appears  to  liave  been  so 
near  to  the  natural  bed  of  solid  chalk,  that  it  was  (|uile  nnneressary  t()ha>e 
used  timber  in  the  first  instance  in  preparinji  this  part  of  the  fonndation, 
and  I  think  that  it  would  have  been  better  to  have  underpinned  this  part 
with  brickwork  laid  in  cement  only,  without  nsinp;  any  concrete  at  all.  I 
jud;;e  bv  the  drawinj;s  which  accompany  Mr.  Taylor's  description  of  the 
operation,  which  though  not  done  by  scale,  induce  me  to  believe  that  there 
could  not  have  been  a  space  of  more  than  S  or  1  feet  between  the  solid  chalk 
and  the  bottom  of  the  brickwork  ot  the  original  wall.  (Sec  the  first  volume 
of  the  Transactions  of  the  Institute  of  Briti>;h  Architects.) 
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of  time  become  a  heap  of  ruins.  My  first  experiments  in 
1808  and  the  two  folio  win;::  years,  induced  me  to  believe 
that  no  concrete  could  possibly  resist  tlic  action  of  water  in 
mass;  but  others  tried  subsequently  to  the  printing  of  the  first 
part  of  this  treatise,  especially  those  recorded  in  trom  Article 
11)})  to  202,  inclusive,  made  me  alter  my  opinion  in  favour  of 
concrete  motilded  with  strong  hydraulic  lime,  as  artificial 
stone,  and  allowed  to  set  in  air  for  a  sufficient  period,  previ- 
ously to  immersion.  This  last  more  favourable  impression, 
stated  in  Article  145,  has  since  been  confirmed  by  an 
interesting  experiment  upon  one  of  Mr.  Ranger's  artificial 
stones,  formed  of  a  mixture  of  1  measure  of  blue  lias  lime 
and  G  measures  of  ballast,  tried  at  \yoolwich  by  Lieutenant 
Dcnison,  which  had  been  allowed  two  years  to  set  in  air, 
before  he  exposed  it  to  the  rapid  tides  of  the  Thames, 
which  he  did  for  two  months  by  suspending  it  from  a  ship's 
bottom,  at  the  end  of  which  time  he  took  it  out  and  put  it 
into  distilled  water,  when  on  testing  it  with  the  oxalate  of 
ammonia  no  precipitate  took  place,  and  consequently  the 
lime  was  at  this  time  perfectly  proof  against  the  action  of 
running  water  in  mass.*  But  the  late  severe  winter  has 
developed  what  appears  to  be  an  insuperable  objection  to 
the  use  of  concrete  for  wharf  walls  in  this  country,  having 
proved  its  inability  to  resist  the  action  of  frost,  upon  those 
portions  of  such  walls,  which  were  alternately  wet  and  dry. 
In  those  parts  the  frost  has  destroyed  the  mortar  on  the 
outside,  and  consequently  caused  the  pebbles  or  gravel 
there  to  peel  oft"  in  an  irregular  manner,  to  the  depth  of  2 
or  3  inches  leaving  a  rough  surface,  and  in  some  places 
having  produced  large  holes  much  deeper  than  the  above 
average.  Such  has  been  the  case,  in  the  concrete  wharf 
walls  both  in  Woolwich  and  in  Chatham  Dock-yards,  the 
surfaces  of  which  have  been  more  or  less  degraded  by  the 
process  described,  which  in  the  former  Dock-yard  had 
begun  to  exhibit  its  injurious  eft'ects  two  years  ago,  as 
the  concrete  w  harf  wall  there  had  been  commenced  some 
time  belbre  that  in  Chatham  Yard.f  The  drift  ice,  with 
which  both   the  Thames  and  Medway  were  encumbered 

•  Before  lie  liad  subjected  this  artificial  stone  to  the  washinsj  process  in 
the  current  of  the  Thames,  and  whilst  its  surface  was  probably  still  coated 
with  that  sort  of  partial  efflorescence  which  always  forms  at  first,  on  the  sur- 
face of  calcareous  mortars  and  cements  (53),  Lieut.  Denison  had  previously 
found  on  immersing  the  same  block  in  distilled  water,  and  adding  oxalate  of 
ammonia,  that  a  copious  preci[)itale  was  produced.  This  does  not  appear  to 
me  to  invalidate  the  inference  that  may  be  drawn,  from  the  contrary  result 
obtained  after  the  two  months  immersion. 

t  See  the  Note  to  Article  145,  which  was  printed  in  183G. 
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durins:  the  late  severe  winter,  may  also  have  contributed  to 
injure  the  surfaces  of  these  walls,  as  it  was  observed  fre- 
quently to  shift  trom  one  shore  to  the  other  according  to 
the  wind. 

(300)  To  compare  a  wharf  wall  of  concrete,  with  one 
built  with  sound  brickwork  or  with  stone  ol  jrood  quality, 
it  will  be  evident,  that  when  the  most  intense  Irost  attacks 
the  surface  of  the  latter,  as  it  has  no  action  upon  the  bricks 
or  stones,  it  can  only  penetrate  a  little  way  into  tiie  joints  of 
the  mortar,  probably  not  more  than  an  inch  in  depth,  so  that 
when  the  joints  thus  injured  shall  have  been  pointed  with 
jrood  h\draulic  mortar,  the  wall  uill  be  as  strong;  as  before. 
But  in  a  concrete  w  all,  of  which  mortar  not  only  forms  the 
entire  facing,  but  about  one  half  of  the  whole  mass  of  it, 
for  the  lime  and  fine  sand,  equivalent  to  mortar,  are  usually 
equal  to  the  mass  of  L'ravel  or  pebbles  in  concrete  (37);  as 
soon  as  the  frost  shall  have  destroyed  any  part  of  this  mor- 
tar, the  loose  round  pebbles  having  then  lost  their  bond 
cannot  do  otherwise  than  roll  out,  and  the  w  hole  mass  will 
thus  be  gradually  ruined,  beyond  the  possibility  of  saving  it, 
excepting  by  the  addition  of  a  stone  or  brick  facing. 

But  even  supposing,  that  a  facing  of  artificial  stone  two 
years  old,  and  made  of  blue  lias  lime  and  Thames  ballast, 
should  not  only  be  waterproof  but  also  frost-proof,  which 
remains  to  be  proved,  the  extreme  weakness  of  artificial 
stone,  of  which  the  resistance  has  been  ascertained  to  be 
less  than  one-thirteenth  part  of  that  of  Yorkshire  stone,  is 
anararument  not  only  again.st  using  it  for  wharf  walls,  which 
are  exposed  to  the  rudest  shocks  and  collisions,  but  even 
against  using  it  for  the  walls  of  buildings  of  any  importance. 

PRECAUTIONS  NECESSARY  FOR  PREVENTING  SETTLEMENTS 
IN  THE  WALLS  OF  BLTLDINGS  ON  CONCREIE  FOUNDA- 
TIONS. IHAT  CONCREIE  BACKING,  WHEN  USED  FOR 
RETAINING  \S  ALLS,   SHOULD    NOT  HAVE  COUNTERFORTS. 

(357)  For  the  general  purposes  of  Civil  Architecture, 
concrete  should  therelbre,  1  again  repeat,  be  chiefly  confined 
to  foundations;  but  1  conceive  thai  the  failure  of  the  new 
concrete  foundation  of  the  Storehouse  in  Chatham  Dock- 
yard has  proved,  that  it  is  generally,  or  or  least  when  formed 
as  Mr.  Ranjer  has  usually  done,  with  rather  a  greater  pro- 
portion of  lime  than  was  oriiiinally  adopted  by  Sir  Robert 
Smirke,  liable  to  settlements  like  lime  mortar,  which  in  fact 
forms  the  principal  part  of  it  (353)  Hence  care  must  be 
taken,  in  commencing  the  brick  footings  of  a  building  over 
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a  concrete  foundation,  not  only  to  use  cement  mortar  and 
hoop  iron  bond,  in  order  to  do  away  the  necessity  of  the 
more  expensive  expedients  of  Yorkshire  landing  stones 
and  chain  timbers,  but  also  to  construct  inverted  arches 
under  all  the  proposed  openings  for  doors  and  windows, 
in  order  to  equalize  the  pressure. 

(358)  In  using  concrete  for  the  backing  of  wharf  walls 
or  other  retaining  walls,  care  must  be  taken  to  connect  it 
well  with  the  stone  or  brick  facing  of  the  wall,  but  I  apprehend, 
that  the  wall  and  its  backing  should  be  constructed  of  a  suffi- 
ciently substantial  profile  to  dispense  with  counterforts, 
because  a  substance  having  so  little  resistance  and  adhesive- 
ness, as  concrete,  would  admit  of  the  wall  in  front  being 
forced  away  from  the  counterforts,  by  the  pressure  of  earth 
acting  upon  the  back  of  it ;  as  has  often  occurred  to  retain- 
ing walls  and  their  counterforts,  even  when  built  of  brick- 
work. (See  Article  266,  and  afterwards  from  Article  344  to 
347  inclusive.) 

(359)  In  works  of  Fortification,  whilst  I  have  already 
reprobated  the  use  of  concrete  for  casemates  or  vaults,  yet 
as  the  severest  frosts  seem  to  destroy  those  surfaces  of  con- 
crete only,  which  are  alternately  saturated  with  water  and 
then  exposed  to  the  atmosphere,  as  in  the  facing  of  the 
wharf  walls  of  tide  rivers,  I  see  no  reason  to  withdraw  the 
opinion  formed  by  me,  previously  to  the  recent  failures  in 
her  Majesty's  Dock-yards  at  Woolwich  and  Chatham,  that 
it  may  be  used  for  retaining  Walls  not  exposed  to  the  action 
of  water,  as  in  the  sea  wall  at  Brighton  improperly  so 
termed  (29),  and  also  for  the  Revetments  of  Fortresses  in 
the  peculiar  situations  before  mentioned  (32),  in  which  it  is 
possible  that  it  might  be  so  much  cheaper  than  regular 
masonry  or  brickwork,  that  although  greatly  inferior  in 
resistance  and  consequently  liable  to  be  much  sooner  and 
more  easily  breached,  whether  by  battering  guns  or  by 
mining,  this  disadvantage  would  not  be  a  sufficient  argument 
against  the  use  of  it  in  those  situations. 

A  MORE    CORRECT   ACCOUNT  OF  MESSRS.  FRANCIS'S   BRICK 
AND  CEMENT  BEAM  BEFORE  DESCRIBED. 

(360)  The  construction  of  the  experimental  brick 
beam,  erected  by  Messrs,  Francis  and  Sons  at  their  cement 
works,  Vauxhall,  having  been  before  described  in  Article 
226,  and  its  downfal  in  Article  318,  I  shall  here  first  supply 
an  omission  in  respect  to  the  construction  of  that  beam, 
which  was  built  with  mortar  composed  of  cement  powder 
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and  clean  sharp  sand  in  equal  parts,  and  not  with  nett 
cement,  like  Mr.  Brunei's  and  mine,  and  secondly  correct 
an  error  in  the  description,  in  stating  as  I  supposed,  uhen 
I  first  saw  it,  that  it  had  only  5  pieces  of  longitudinal  hoop 
iron  bond,  whereas  I  have  since  ascertained,  that  it  had  15 
pieces  of  1^  inch  hoop  bond,  namely,  3  in  each  of  the  four 
lowest  joints  of  the  brickwork,  2  in  the  fifth,  and  1  in  the 
sixth.  I  have  also  ascertained,  that  the  weight,  which  broke 
it  down,  amounted  to  50,652  lbs,  being  rather  more  than  was 
stated  in  Article  318.*  The  circumstance  of  this  beam  being 
built  of  brickwork  laid  in  cement  mortar,  and  not  in  nett 
cement,  is  of  considerable  importance,  as  proving  the  great 
strength  which  hoop  iron  bond  communicates  even  to  the 
former,  which  our  experiments  at  Chatham  have  proved  to 
be  much  inferior  to  the  latter,  both  in  cohcsivencss  and  in 
resistance;  but  as  this  beam  was  eighteen  months  old  before 
it  was  broken  down,  it  is  possible  that  the  comparative 
inferiority  of  cement  mortar  to  nett  cement,  which  is  very 
marked  during  the  first  two  or  three  months,  may  gradually 
diminish  as  they  become  older. 

(3G1)  That  Cement  may  be  used  instead  of  Lead  for 
certain  parts  of  Roofs. 

In  the  roofs  of  low  buildings  in  unprotected  situations, 
where  ridges  and  hips  of  lead  might  be  exposed  to  noctur- 
nal depredations,  cement  cast  in  moulds  to  fit  the  angles 
in  pieces  about  2^  feet  long,  and  1  foot  wide,  connected 
at  the  ends,  like  timbers  scarfed,  may  be  used  in  pre- 
ference to  ridge  tiles  and  hip  tiles.  These  pieces  must  be 
grooved  on  their  under  side  throughout  their  whole  length, 
in  the  manner  represented  in  transverse 
section  in  the  annexed  figure,  in  order  that 
they  may  be  fixed  down  upon  deal  fillets 
fitted  and  nailed  on  to  the  tops  of  the 
ridge  boards  and  hip  rafters  of  the  roofs,' 
which  fillets  must  have  their  upper  arrises 

•  The  corrections  in  this  articie  are  from  a  paper  read  to  the  Institn- 
tion  of  Civil  Engineers,  Feb  UT,  183S,  by  Mr.  Francis  describing  this  beam, 
of  wliicli  he  had  presented  me  witl>  enjiravinss  about  a  year  before,  bnt 
these  being  on  too  small  a  scale  to  show  any  of  the  pieces  of  hoop  iron  bond, 
I  supposed  them  to  be  only  5,  from  my  own  personal  observation,  the  ends 
of  all  the  others  having  been  conccaleil  by  the  brickwork.  I  was  right  in 
slating  that  it  had  no  deflection,  because,  though  the  soffit  drooped  l-8th 
of  an  inrli  in  the  center,  it  was  solely  caused  by  the  bending  of  the  planks 
on  which  the  bcnm  was  built.  When  the  cement  was  3  months  old,  it  was 
loaded  with  11200  lbs,  of  scrap  iron,  wiiich  weiplit  in  the  course  of  3  months 
more  was  gradually  increased  to  24000  lbs,  when  I  first  saw  it  (22G),  which 
remained  about  a  twelvemonth  longer,  until  the  day  on  which  the  beam  was 
finally  broken  down  in  the  course  of  2  honrs.  by  grndualiy  increasing  the 
weigUt  to  22  tcus,  12  cwt,  1  qr,  for  which  purpose  railway  bars  were  ased. 
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or  angles  rounded  off,  and  are  to  answer  the  same  purpose 
with  cement,  as  the  wooden  ridge  and  hip  rolls  used  with 
lead.  These  pieces  must  not  be  bedded  on  the  slates 
with  cement,  but  with  a  little  common  mortar,  which 
can  be  raked  out  to  remove  a  broken  slate,  if  necessary. 
This  peculiar  use  of  cement  may  be  considered  compara- 
tively, as  of  inferior  importance,  but  not  having  been, 
noticed  before,  it  was  proper  to  mention  it. 

RULES  FOR  MAKING  AN  ARTIFICIAL  CEMENT,  EQUAL  IN 
EFFICIENCY  TO  THE  BEST  NATURAL  WATER  CEMENTS  OF 
ENGLAND. 

(3G'2)  The  mode  of  effecting  this  object  on  a  small 
scale  having  been  sufficiently  explained,  in  the  foregoing 
parts  of  this  treatise,  from  the  attentive  perusal  of  which, 
the  reader  will  be  fully  aware  of  the  precautions  necessary 
for  insuring  success,  and  of  the  obstacles  to  be  avoided;  it 
only  remains  here  to  make  a  sort  of  recapitulation  of  the 
substance  of  what  has  been  said  before,  in  respect  to  the 
ingredients,  and  mode  of  proceedin<r,  with  such  modiiica- 
tions  of  the  latter,  as  may  be  more  appropriate  in  working 
on  a  great  scale. 

(363)  Ingredients  for  making  the  Artificial  Cement. 

First,  the  white  or  upper  chalk  of  the  geologists, 
•which  is  one  of  the  purest  carbonates  of  lime,  and 
which  is  always  intermixed  with  thin  strata,  or  with  nodules 
of  flint  (6).  These  must  be  separated,  and  the  chalk  either 
ground  dry  to  an  impalpable  powder,  or  by  the  aid  of  water 
to  an  impalpable  paste.  The  marly  or  impure  chalk  usually 
found  near  the  surface  of  the  ground  must  not  be  used. 

Secondly,  the  blue  alluvial  clay  of  lakes  or  rivers,  which 
must  also  be  in  a  state  of  minute  division,  that  is  extremely 
fine  and  free  from  sand.  Hence  it  is  only  to  be  procured 
in  rivers  of  moderate  rapidity  such  as  the  Med  way.*  The 
brown  surface,  with  which  alluvial  clay  is  usually  covered 
must  be  rejected  (84),  and  care  must  be  taken  not  to  allow 
it  to  become  stale  by  exposure  to  air,  which  gradually  robs 
it  of  its  blue  colour,  and  at  the  same  time  of  its  virtue  as 
an  ingredient  for  a  water  cement  (So).  Where  alluvial  clay 
is  not  to  be  had,  fine  pit  clay  (91  and  92)  v.ill  answer  the 
same  purpose. 

•  The  blue  clay  from  the  more  rapid  current  of  the  Thames  is  mixed 
with  sand,  without  removinfj  which  it  would  not  be  fit  for  use.  But  as  this 
cannot  be  done  without  extra  expense,  it  is  best  never  to  use  coarse  blue 
clay  at  all.  Probably  the  muddy  sediment  deposited  in  wet  docks,  which 
requires  to  be  occasionally  removed,  would  answer. 

L    -2 
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(361)  Mode  of  Preserving  the  Blue  Clay,  when  it  is 
not  convenient  to  use  it  immediatehj. 

In  this  case,  which  can  seldom  occur,  but  which  ou<,^htto 
be  provided  for,  let  it  be  preserved  in  compact  iron  vessels 
of  a  cubical  form,  taking  care  to  press  it  close  to  the  bottom 
and  sides,  and  covering  it  with  a  little  water  to  keep  it 
moist  and  exclude  air;  and  when  required  for  use,  let  the 
brown  surface  at  top  be  scraped  off,  and  thrown  away,*  the 
proportion  of  which  would  be  very  inconsiderable,  even  if 
no  water  were  used,  because  it  requires  a  long  time  for  air 
to  act  much  deeper  than  the  surface,  upon  any  large  mass 
of  clay. 

(365)  Proportions  of  the  Ingredients. 

First,  hy  Weight.  The  best  proportion  is  100  lbs,  of 
pure  chalk  perfectly  dry,  mixed  with  137.J  lbs,  of  fresh  blue 
alluvial  clay,  being  equivalent  to  C4 1355,  ^^hich  proved 
the  strongest  of  all  our  experimental  artificial  cement 
mixtures  (187). 

Secondly,  by  Pleasure.  The  same  proportion  stated  by 
measure  is  nearly  equivalent  to  a  mixture  of  1  cubic  foot 
of  chalk  paste,  reduced  to  the  stiffish  consistency  of  mortar 
fit  for  use,  with  1^  cubic  foot  of  fresh  blue  alluvial  clay  (166). 
We  have  ascertained  by  experiment,  that  this  consistency 
will  be  obtained  by  mixing  1  II),  of  dry  chalk  powder  with 
71  cubic  inches  of  water,  which  will  produce  18  cubic 
inches  of  the  sort  of  paste  required  ;  so  that  there  will  be 
96  lbs,  of  dry  chalk  to  every  cubic  foot  of  paste. 

(366)  Remarks  on  the  above  Proportions,  and  on  the 
Modes  of  determining  the  true  Quantify  of  each  Ingredient. 

The  above  proportions  are  suitable  to  the  pure  chalk 
of  the  South  of  England,  and  to  the  blue  clay  of  the  Med- 
way,  of  the  latter  of  which  an  accurate  analysis,  with  which 
I  was  favoured  by  Mr.  Faraday  will  be  given  in  the  Appen- 
dix (cxxxiv).  If  the  grey  chalk  or  under  chalk  of  the 
geologists  be  substituted  for  the  ])ure  white  chalk,  or  if 
pit  clay  be  substituted  in  place  of  the  blue  alluvial  clay,  a 
different  proportion  of  the  ingredients  would  become  ncces* 
sary  to  produce  a  good  artificial  cement,  which  proportion 
can  only  be  determined  by  experimenting  upon  various  cal- 
cined mixtures,  in  the  manner  explained  in  Article  192,  by 
which  process,  that  particular  mixture,  which  is  the  best, 
may  easily  be  discovered. 

After   having   decided    upon   the   best  proportions   of 

•  This  is  llic  principle,  nccording  to  which  we  preserved  the  blue  clay 
for  our  small  cxpcriinfiits  in  earthenware  jars. 
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the  ingredients,  it  may  be  remarked,  that  the  first  mode  of 
determining  the  quantity  of  each,  and  particularly  of  (he 
chalk  by  weight,  is  the  most  accurate,  and  sufficiently  con- 
venient for  experiments  on  a  small  scale;  but  as  chalk  is 
scarcely  ever  free  from  moisture,  and  as  the  thorough  drying 
of  it,  without  which  weighing  does  not  afford  a  just  estimate  of 
quantity  (1G4),  would  cause  much  trouble  and  expense  in 
working  on  a  great  scale,  the  second  method  by  measure- 
ment will  be  the  most  convenient ;  and  I  believe  accurate 
enough.  From  what  we  know  of  the  expertness  of  labourers 
constantly  employed  in  similar  work  (9),  I  conceive  that 
after  a  little  practice  they  will  be  able  always  to  mix  the 
chalk  paste  required  for  an  artificial  cement  to  the  average 
consistency  before  explained,  to  which  it  may  be  brought  by 
abstaining  from  measuring  it  when  too  wet.  If  in  a  very 
wet  state,  it  must  be  allowed  to  dry  till  it  attains  a  stifter 
consistency,  before  it  is  measured  for  the  purpose  of  mixing- 
it  with  the  clay :  and  should  there  be  any  doubt  as  to  the 
quantity  of  pure  chalk  contained  in  each  cubic  loot  of  paste 
at  this  period,  it  may  easily  be  verified,  by  measuring  a  small 
quantity  of  the  paste,  then  driving  off  all  the  moisture  by 
heat,  and  weighing  the  chalk  powder  thus  obtained,  which  if 
at  the  before-mentioned  proportion  of  1  lb,  to  every  18 
cubic  inches  of  paste,  will  be  satisfactory.*  The  weight  of 
the  blue  clay  when  fresh  from  the  River,  never  varies  more 
than  1  per  cent,  and  from  the  mean  of  numerous  observa- 
tions during  the  last  eight  months,  its  average  weight  proved 
to  be  863  lbs,  per  cubic  foot.f 

*  A  measure  of  4J  by  5  inches  in  the  clear,  and  4  inches  high,  will  be 
large  enough  for  this  purpose,  and  as  it  will  contain  90  cnbic  inches  of  paste, 
the  dried  powder  produced  from  it  ought  to  weigh  5  lbs.  If  it  should  weigh 
more,  it  is  stitfer  than  it  need  be  :  if  less,  it  is  too  fluid,  and  part  of  tlie 
water  should  be  allowed  to  evaporate.  If  any  other  sized  measure  be  used, 
let  its  capacity  in  cubic  inches  be  a  multiple  of  18,  in  order  to  obtain  an 
integral  number  of  lbs. 

t  There  is  a  much  greater  difficulty  in  measuring  and  weighing  any 
thing  very  accurately,  than  people  are  aware  of.  Corporal  Down,  during 
eight  months,  that  he  had  the  charge  of  our  little  artificial  cement  works, 
always  weighed  the  blue  clay  used  by  him,  and  found  the  average  of  45 
portions  fresh  from  the  river  to  be  SGJ  lbs,  per  cubic  foot,  whicit  agrees  more 
nearly  with  my  tirst  statement  of  87  lbs  (85),  than  with  the  last  statement 
of  90  lbs  (104),  laid  down  in  former  parts  of  this  treatise  from  mnch  fewer 
trials.  Corporal  Down  also  weighed  and  measured  every  portion  of  chalk, 
powder  used,  and  again  measured  the  same  in  paste,  after  having  added 
water,  of  which  he  noted  the  quantity.  He  found  that  when  more  than  7.^ 
cubic  Indies  of  water  were  added  to  1  lb,  of  dry  chalk  powder,  it  produced 
a  greater  quantity  of  paste  tiian  the  standard  of  18  cubic  inches,  and  of  less 
spccilic  gravity,  liy  the  same  series  of  observations  he  determined  the 
average  weight  of  1  cubic  foot  of  dry  chalk  measured  ligiitly  to  be  96 lbs, 
as  stated  in  the  preceding  article,  instead  of  100  lbs,  as  stated  in  Article 
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(3G7)  Mode  of  grinding  the  Chalk.  It  must  first  be 
broken  into  small  pieces,  and  then  either  ground  in  a  wash 
mill,  like  that  of  the  whitening  makers  (147) ;  or  perhaps  a 
mortar  mill,  such  as  was  atone  time  generally  employed  in 
great  works  in  this  country,  and  particularly  by  Mr,  Rennie, 
might  answer  the  same  purpose  equally  well  or  better;  but 
in  this  case  also  water  must  be  used  in  grinding  the  chalk ; 
for  on  trial  I  found  that  to  grind  chalk  in  its  natural  state 
is  impracticable,  even  on  a  small  scale,  and  to  attempt 
the  same  on  a  greater  scale  would  be  attended  with  difficul- 
ties, which  could  not  be  obviated  without  adding  greatly  to 
the  expense.* 

(3G8)  Description  of  a  grinding  Mill.  The  principal 
parts  of  such  a  mill  are  two  broad  vertical  iron  wheels, 
carried  round  by  means  of  a  vertical  shaft,  connected  w  ith 
their  common  axle,  turning  upon  a  pivot  in  the  center  of  a 
shallow  circular  cast  iron  vessel  called  the  Pan,  and  secured 
at  top  to  a  tie  beam  of  the  building,  in  which  the  mill  is 
erected.  These  wheels  are  purposely  placed  at  unequal 
distances  from  the  center,  one  of  them  being  nearer  to  the 
pivot,  and  the  other  to  the  outside  of  the  pan.  The  axle 
of  the  two  wheels  is  attached  rather  loosely  to  the  vertical 
shaft,  so  as  to  admit  either  of  them  to  rise,  in  passing  over 
any  lump  of  the  materials  about  to  be  ground,  that  may 
be  larger  or  harder  than  usual.  The  wheels  may  be  4i  or 
5  feet  in  diameter,  and  from  10  to  15  inches  wide  at  the 
rim,  which  grinds  the  materials,  and  one  of  them  may  be 
placed  at  the  central  distance  of  IS  inches  and  the  other 
of  24  inches  from  the  center  of  the  pan.  A  lever  w  ith  a  yoke 
for  a  horse  at  the  extreme  end  is  connected  with  the  ver- 
tical shaft,  and  also  with  the  ends  of  the  axle  by  some 
framework  over  the  center  of  the  pan.  The  distance  from 
the  center  of  motion  to  the  middle  of  the  yoke,  or  in  other 
words  the  radius  of  the  horse  path,  may  be  11  feet. 

The  natural  tendency  of  two  vertical  cylindrical  wheels 
on  the  same  axis  is  to  move  forward  in  a  straight  direction, 
and  to  pass  over  w  ithout  crushing  any  stone  or  other  obsta- 
cle, hard  enough  to  resist  their  weight.  But  the  forced 
motion  of  such  wheels  round  a  pivot,  especially  at  unequal 

1C5.  He  was  of  opinion,  that  after  a  little  practice,  any  careful  workman 
might  always  mix  the  paste  to  the  same  consistency,  and  so  as  to  contain  the 
same  average  quantity  of  chalk  per  cubic  foot,  without  either  weighing  the 
chalk  or  measuring  the  water. 

•  Because  chalk  in  its  natural  state  is  always  moist  anJ  therefore  would 
cake  (174),  unless  previously  broken  into  very  small  pieces  and  thoroughly 
dried,  for  which  fire  would  almost  always  be  necessary  in  this  climate  (164). 
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distances,  produces  a  grinding  and  crushing  action  upon  the 
materials  in  the  pan  below  them.  As  the  wheels  move,  they 
make  ruts  of  those  materials  in  their  course,  with  ridges  on 
each  side,  which  are  continually  removed  by  two  iron 
scrapers,  one  of  which  forces  the  materials  thus  collected 
near  the  outside,  and  the  other  those  collected  near  the 
center,  of  the  pan,  into  the  way  of  the  wheels.  These  are 
quite  sufficient,  in  grinding  calcined  cement,  or  quicklime, 
which  are  both  perfectly  dry,  but  when  the  same  sort  of  mill 
is  employed  for  mixing  mortar,  or  if  it  were  used  as  I  have 
just  proposed,  for  grinding  chalk  in  a  wet  state,  it  would 
then  be  necessary  to  fix  two  additional  scrapers,  in  such  a 
position  as  to  embrace  the  lower  part  of  the  back  of  each 
wheel,  as  it  revolves,  and  to  throw  down  the  paste  or  moist 
stufi^,  which  always  sticks  to  it,  in  working  with  water. 
There  is  sometimes  a  hole  in  one  side  of  the  pan,  shut  by  a 
small  iron  door,  by  which  the  materials  when  properly 
ground,  or  if  mortar,  when  properly  mixed,  are  emptied  out 
of  the  pan. 

The  annexed  figures  sufficiently  explain  the  construc- 
tion of  a  mill  of  this  description. 

Fig.  1,  is  the  side  elevation  of  the  Mill,  showing  the 
pan,  one  wheel  and  the  vertical  axis  or  shaft,  about  which 
the  wheels  revolve,  with  the  horse  lever  and  its  yoke,  and 
part  of  the  wooden  and  iron  struts  and  braces,  by  w  hich  it  is 
strengthened.  One  of  the  additional  scrapers  grasping  the 
back  of  the  wheel  as  before  mentioned,  is  also  represented. 


Fig.  2,  is  the  plan  of  the  upper  part  of  the  mill,  show- 
ing a  sort  of  wooden  frame  work,  in  the  form  of  a  square 
and  its  diagonals,  by  which  the  horse  lever  is  braced. 
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Fig.  3,  is  a  section  of 
the  lower  part  of  the  mill, 
corresponding  with  the  ele- 
vation, showing  the  two 
principal  iron  scrapers 
before -mentioned,  acting 
within  the  pan,  and  a  pair 
of  vertical  teeth,  between 
them,  which  are  carried 
by  a  rod,  attached  to 
the  shaft.  The  pivot  of 
the  shaft  works  in  a  socket 
made  in  a  central  circular 
step,  raised  above  the  bot- 
tom of  the  pan,  and  further 
protected  by  a  collar  raised 
still  higher,  to  prevent  it 
from  being  clogged  by  the 
materials,  which  has  been 
omitted  in  the  figure  for 
the  sake  of  clearness. 


Fig.  4,  is  a  plan  of  the  lower  part 
of  the  Mill,  showin'j  the  two  wheels, 
and  the  principal  scmpers  and  teeth, 
which  have  been  mentioned,  and  their 
ponneclion  with  the  shaft. 
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Fig.  5,  is  the  end  eleva- 
tion of  the  mill,  in  which  are 
shown  the  positions  of  the  two 
additional  scrapers  before  al- 
luded to,  which  serve  to  clean 
the  backs  of  the  wheels,  w  hen 
the  materials  in  the  pan  are  to 
be  mixed  or  ground  by  means 
of  water.* 


(3G9)     Mode  of  mixing  the  Chalk  and  Blue  Clay. 

The  former,  when  ground  with  water  in  one  of  the  millsjust 
described,  would  probably  be  in  too  fluid  a  state  for  imme- 
diate use.  The  superfluous  water  must  therefore  be  partly 
drained  ofi",  and  partly  evaporated,  by  allowing  it  to  dry 
under  cover  from  rain,  until  the  chalk  paste  is  brought  to  the 
proper  consistency  before  stated  (365).  If  too  dry,  let  water 
be  added  to  restore  it  to  that  consistency.  It  must  then  be 
mixed  with  the  blue  clay,  by  means  of  a  couple  of  small 
measures,  the  capacity  of  which  must  be  as  1  to  Ig,  the 
former  for  measuring  the  chalk  paste,  the  latter  for  the  clay. 
Let  the  contents  of  tliese  measures  be  thrown  alternately 
over  each  other  into  a  pugmill,  until  it  is  quite  full ;  and 
then  let  the  mill  be  set  in  motion,  and  as  the  mixture  con- 
tained in  the  first  millful  might  not  perhaps  be  sufiiciently 
incorporated,  let  it  pass  through  the  mill  a  second  time ; 
which  will  not  be  necessary  afterwards,  when  fresh  chalk 
paste  and  fresh  blue  clay  shall  be  continually  added,  which 
entering  by  the  top  will  be  intimately  mixed  before  they  get 
to  the  bottom.  In  respect  to  the  precise  size  of  the  mea- 
sures for  the  chalk  and  clay,  the  smaller  they  are  the  better, 
provided  only  that  they  are  not  made  so  inconveniently 
little,  as  to  cause  unnecessary  trouble  and  loss  of  time,  in 
the  measurement.  Probably  some  cheap  and  simple 
apparatus  might  be  contrived,  to  facilitate  the  process  of 
measurement  and  the  partial  mixing  alluded  to,  but  I  am 
persuaded,  that  the  final  and  thorough  and  intimate  incor- 
poration of  the  ingredients,  upon  which  the  goodness  of  the 
cement  will  chiefly  depend,  cannot  be  effected  either  by 
manual  labour,  or  by  any  other  means  with  which  I  am 

•  The  above  description  agrees  nearly  with  the  construction  of  a  mill 
recently  erected  in  Chatham  Dock-yard,  for  mixing  mortar,  which  with  the 
exception  of  having  the  additional  scrapers  for  cleaning  the  wheels,  is  similar 
to  one,  that  had  been  previously  used  by  Mr,  Ranger  for  pulverizing  the 
rjuicklimc,  for  his  artificial  stone  and  concrete  in  the  same  Dock-yard. 
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acquainted,  in  so  perfect  and  satisfactory  a  manner,  as  by 
the  common  brickmakcr's  pujjmill,  a  machine  which  I  think 
it  will  be  very  difficult  to  improve  upon. 

(370)  Mode  of  preparing  the  Raw  Cement  for  the  Kiln. 
After   passing   through    the  pugmill,   the  raw  cement 

mixture  must  be  made  up  into  balls  of  about  2.2  inches  in 
diameter  by  the  hands,  in  which  after  a  little  practice  the 
women  or  boys  employed,  for  it  is  scarcely  the  work  of 
men,  will  become  very  expert.  These  balls  must  be  allowed 
to  dry  so  as  not  to  stick  together,  when  in  contact,  nor  to  be 
easily  crushed  by  the  superincumbent  weight  to  which 
they  will  be  exposed  in  the  kiln,  for  which  I  conceive  that 
48  hours  exposure  to  air  under  cover  from  rain  will  be 
enough,  as  half  that  period  usually  sufficed  in  preparing  the 
raw  cement  balls  for  our  little  experimental  kiln  at  Chatham. 
Smaller  balls  than  the  above  would  be  liable  to  spoil  by 
exposure  to  air  (8G),  and  much  larger  ones,  though  less 
liable  to  injury  from  this  cause,  would  not  be  so  convenient 
for  burning.* 

(371)  Of  Kilns  for  burning  Cement.  Description  of 
that  in  Sheerness  Dock-yard. 

These  differ  in  nothing  from  the  common  inverted 
conical-frustum-shaped  lime  kilns,  and  the  size  may  vary 
without  inconvenience  according  to  circumstances;  but 
when  not  built  partly  underground,  on  the  side  of  a  cliff, 
as  is  sometimes  the  case,  they  are  usually  built  in  the  ex- 
ternal form  of  small  cylindrical  brick  towers,  w  ith  strong 
iron  hoops,  and  sometimes  with  strong  vertical  bars  also, 
to  prevent  the  fire  from  splitting  the  brickwork. 

For  example,  the  cement  kiln  in  Her  Majesty's  Dock- 
yard at  Sheerness,  designed  by  Mr,  Rennie,  and  which  is 
considered  of  a  very  convenient  construction,  is  a  mass  of 
brickwork  measuring  17  feet  in  external  diameter,  and  21^ 
feet  in  extreme  height.  The  hollow  inverted  conical  frustum 
measures  8  feet  in  clear  diameter  at  top,  and  about  oh  feet 
at  bottom.  A  nine  inch  ring  of  brickwork  incloses  this 
space,  surrounded  by  brickwork  in  mass.  At  the  bottom  of 
it  there  is  a  sort  of  small  solid  dome  2  feet  3  inches  high, 
to  throw  off  the  calcined  cement,  and  let  it  fall  down  through 
the  ash-holes  of  four  openings  or  Eyes,  as  they  are  techni- 

•  Tills  method,  which,  if  the  number  of  alternate  raeasiires  of  chalk  and 
clay  be  noted,  records  also  the  quantity  of  raw  cement  prepared,  is  much 
simpler  aud  better  than  that  first  adopted  by  us  in  1829,  and  persevered  in 
for  several  years,  as  described  in  Article  108.  It  is  also  much  better  than 
Mr.  Frost's  method,  wiiich  is  not  only  injurious  to  the  quality,  but  causes  a 
great  waste  of  the  raw  cement  mixture,   (See  the  Appendix,  Article  XV.) 
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cally  termed,  at  the  bottom  of  the  kiln,  formed  in  recesses, 
which  are  arched  over,  and  increase  by  splays  and  gathering 
courses  from  more  moderate  dimensions  near  the  inside,  to 
C  feet  3  inches  by  7  feet  6  inches  in  extreme  width  and 
height,  at  the  outside.  These  ash-holes  are  2  feet  6  inches 
wide,  and  18  inches  high  to  the  crown  of  the  flat  arch  which 
covers  them,  and  over  each  of  them,  at  an  interval  of  15 
inches  higher,  there  arc  fire  holes  12  inches  square  within 
the  same  recesses,  having  iron  bars  at  top  to  support  the 
brickwork  above  them. 

The  three  following  figures  represent  this  construction, 
in  which  I  have  omitted  nothing  but  a  wooden  fence  nearly 
6  feet  high  inclosing  the  whole  top  of  the  kiln,  instead  of 
which  a  railing,  or  a  low  thin  parapet  wall  of  brickwork,  to 
prevent  the  labourers  working  there  from  falling  over,  is 
more  common  in  other  kilns. 


CEMENT  KILN  IN  H,  M.  DOCK-YARD,  SHEERNESS. 


1.     Section. 

There  are  four  wrought-iron 
hoops,  inclosing  the  brickwork,  as 
represented  in  Fig.  2,  each  3  inches 
wide,  and  3  eighths  of  an  inch  thick, 
which  are  in  several  pieces  con- 
nected together  at  the  joints,  by 
strong  vertical  iron  bolts  like  those 
of  a  hinge.  The  plan.  Fig.  3,  is 
supposed  to  be  a  horizontal  section, 
taken  on  the  level  of  the  eyes  or 
ash-holes,  in  which  the  hollow  parts 
arc  left  blank  and  the  solid  shaded. 


2.     Elevation, 


3.     Plan. 
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(372)     Mr.  James  Mitchell,  the  resident  Engineer  now  in 
charj^e  of  the  Works  in  Shccrness  Dock-yard,  informs  me 
that  this  kihi  can  contain  nearly  30  tons  of  broken  cement 
stone,  measuring  on  an  average  2lj  cubic  feet  to  the  ton, 
together  ^vith  the  whole  of  the  fewel  necessary  for  burning 
it,  which  varies  according  to  the  management  of  the  work- 
men employed.    The  bottom  of  the  kiln  is  first  filled  with 
w  ood  and  shavings,  after  which  tiic  coals  and  cement  stone 
are  laid  in   alternate  layers,  the  former  being  broken  so 
small,  that  they  occupy  very  little  more  space,  than  is  neces- 
sary for  filling  up  the  interstices  between  the  strata  of  the 
latter,  each  of  which  is  usually  1  foot  in  height  or  thick- 
ness.    Three  days  after  the  kiln  is  lighted,  the  workmen  may- 
begin  to  draw  the  calcined  cement,  whilst  by  laying  on  more 
coals  and  raw  cement  stone  at  the  top,  so  as  to  keep  it  con- 
tinually burning,  they  may  afterwards  draw  the  kiln  once  in 
every  24  hours.     Every  ton  of  cement  stone  is  said  to  pro- 
duce 21  bushels  of  cement  powder.     The  workmen  who 
throw  in  the  coals  and  cement  stone  from  the  top,  ascend  by 
a  ladder  from  the  outside,  which  it  was  deemed  unnecessary 
to  represent  in  the  foregoing  figures.      In  private  cement 
works,  it  is  customary  to  have  two  such  kilns  near  each 
other,  with  a  communication  at  top,  and  a  crane  fixed  there 
to  raise  the  cement  stone  from  below,  and  drop  it  into  which- 
ever of  the  two  kilns  may  require  to  be  replenished  at  the 
time  being.     Moreover  as  the  brickwork  of  all  kilns  is  not 
so  thick  as  that,  which  has  been  described,  it  is  usual  to 
increase  the  width  at  top  by  a  sort  of  circular  balcony  carried 
all  round  externally,  for  the  convenience  of  the  workmen. 

Remarks.  Mr.  ^Mitchell  informs  me,  that  in  building 
a  new  kiln,  he  would  introduce 
chains  in  the  middle  of  the 
brickwork,  in  addition  to  the  ex- 
ternal hoops,  to  resist  better 
the  tendency  of  the  fire  to  split 
the  brickwork.  My  own  opinion 
is,  that  instead  of  a  regular  in- 
verted frustrum  of  a  cone,  it 
■would  be  betler  to  build  such 
kilns  rather  of  an  oval  form,  hav- 
ing their  greatest  diameter  at 
some  little  distance  from  the  top, 
as  represented  in  section  in  the 
annexed  figure,  which  is  supposed 
to  be  a  kiln  of  the  same  Ik  ight  as  the  former,  and  of  the  same 
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diameter  at  bottom,  and  from  thence  increasing  to  8  feet, 
\vhich  is  its  greatest  internal  diameter,  at  about  two  thirds 
of  the  way  up,  and  again  diminishing  to  6  feet  in  clear 
diameter  at  the  top. 

(373)  First  and  usual  Mode  of  grinding  and  sifting 
calcined  Cement. 

There  are  two  modes  of  grinding  and  sifting  the  natural 
cements,  which  would  be  equally  applicable  to  the  artificial 
cements.  The  first  difl'ers  in  no  respect  from  the  mode  of 
grinding  corn  and  sifting  the  flour,  the  same  sort  of  hoppers, 
mill  stones  and  bolting  apparatus  being  used  for  J)oth  ;  and 
to  the  best  of  my  information,  it  has  been  adopted  by  all 
the  private  cement  manufacturers  of  this  country. 

(374)  Second  Mode  of  grinding  and  sifting   Cement. 
This  was  I  believe  first  adopted  in  Sheerness  Uock-yard, 

by  order  of  Mr.  Rennie,  where  the  cement  has  been  ground 
for  many  years,  by  the  same  sort  of  mill,  which  was  always 
used  by  that  eminent  Civil  Engineer  for  preparing  the  mor- 
tar for  the  facing,  if  not  for  the  whole,  of  the  masonry  of 
works  of  any  importance. 

I  before  described  the  usual  construction  of  these 
mills,  when  they  are  worked  by  a  horse,  (368),  but  in 
the  cement  mill  of  Sheerness,  and  in  the  mortar  mill  of 
Ramsgate  pier,  both  worked  by  steam,  and  both  constructed 
by  direction  of  Mr.  Rennie,  a  different  mode  of  communi- 
cating the  motion  has  been  adopted,  by  making  the  pans 
constantly  revolve  with  the  materials,  which  they  bring 
under  the  action  not  always  of  iron  wheels,  but  sometimes 
of  cylindrical  mill  stones,  causing  these  wheels  or  stones  to 
turn  also,  but  in  the  same  vertical  position  nearly,  because 
the  axles  are  immovable,  with  the  exception  of  a  slight  ver- 
tical play  for  the  purpose  before  explained ;  and  in  this 
construction  each  wheel  or  stone  has  its  own  axis. 

The  cement,  ground  in  Sheerness  Dock-yard  by  the  mill 
that  has  been  described,  was  thrown  by  a  labourer  into  a 
sieve,  containing  17  wires  to  the  inch,  which  was  shaken 
by  the  steam  engine,  and  the  sifted  powder  was  then  packed 
in  casks  or  sacks  for  use,  whilst  the  coarse  parts  lett  in  the 
sieve  were  thrown  back  again  into  the  cement  mill,  to  be 
ground  better.  Two  tons  of  cement  powder  were  ground 
daily  by  this  process. 

(375)  A  new  Mode  of  grinding  Cement,  proposed  to 
he  adopted  in  Sheerness  Dock-yard. 

This  ingenious  arrangement  is  now  in  progress  under 
the  direction  of  Mr.  Mitchell,  who  obligingly  lent  me  his 
drawings  for  inspection. 
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He  proposes  still  to  use  tlic  same  mill  of  Mr.  Rcnnie's 
construction,  which  l>erore  did  the  wliolc  of  the  work,  instead 
of  which  it  will  now  be  required  only  to  2:rind  the  calcined 
cement  roufrhly  or  imperfectly,  which  will  be  continually 
lifted  out  of  the  pan  by  an  apparatus  of  small  buckets  attached 
to  an  endless  belt,  moving  in  a  trough  round  a  couple 
of  small  wheels,  on  the  principle  of  the  dredging  machine 
or  chain  pump,  which  are  to  discharge  this  coarsely  ground 
cement  into  a  couple  of  hoppers,  each  fixed  over  a  pair  of 
common  horizontal  millstones,  by  which  he  thinks  that  it 
will  be  ground  so  fine  as  to  require  no  sifting,  and  from 
thence  it  is  to  be  led  down  by  troughs  into  casks  placed 
below  for  receiving  it.  These  are  to  be  continually  shaken 
in  order  to  compress  the  cement  and  fill  them  well,  after 
which  their  heads  are  to  be  properly  put  in  by  the  cooper, 
to  render  them  air  tight.  The  whole  of  these  operations 
arc  to  be  performed  by  the  same  14  horse  power  steam 
engine,  by  which  the  cement  was  ground  before,  which  also 
works  some  lathes  in  a  turner's  shop  above  the  cement  mill. 
Mr.  Mitchell  is  of  opinion,  that  3  tons  of  cement  may  be 
ground  daily  by  this  apparatus. 

Remarks.  From  my  own  observation  of  the  action  of 
the  common  grinding  mill  described  in  Article  368,  and 
especially  from  its  efficiency  for  pulverizing  quicklime  for 
Mr.  Ranger's  artificial  stone,  1  am  of  opinion,  that  this  sort 
of  mill  is  not  inferior  to  the  flour  mill  for  grinding  cement; 
and  therefore  it  becomes  a  question  of  economy,  as  to  the 
prime  cost  and  repairs  of  each,  which  a  person  proposing  to 
set  up  a  manufactory  of  artificial  cement  ought  to  investi- 
gate fully,  before  he  decides  which  to  use;  and  in  either  case, 
notwithstanding  Mr.  Mitchell's  authority,  I  would  recom- 
mend, whichever  mill  may  be  chosen  in  preference,  to  have 
a  very  fine  sifting  apparatus  attached  to  it,  with  the  means 
of  throwing  back  all  the  coarse  parts  to  be  reground,  until  an 
impalpable  powder  shall  be  obtained.  If  he  should  prefer 
common  grinding  mills,  which  may  be  worked  either  by 
horses  or  by  steam,  the  manufacturer  would  naturally  con- 
sider well  the  probable  extent  of  his  business,  before  he 
put  himself  to  the  expense  of  erecting  an  engine. 

(37(j)  Rules  for  making  an  Artificial  Cement,  uhen 
hard  Lime  Stone  only  can  be  procured. 

Supposing  that  no  chalk  can  be  procured, but  only  hard 
lime  stone,  which  must  be  burned  and  slaked  before  it  is 
mixed  with  the  clay,  as  it  would  be  too  expensive  to  grind, 
and  supposing  further  that  it  is  of  the  same  quality  as  the 
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Plymouth  marble,  or  ncarlj'  a  pure  carbonate  of  lime,  the 
same  proportion  of  chalk  to  clay  by  weight,  which  made  the 
best  cement  mixture,  will  also  fix  the  proportion  of  lime 
stone  to  clay;  but  instead  of  weighing  the  former  in  its 
natural  state,  it  will  be  most  convenient  to  weigh  it  as 
quicklime  after  it  comes  out  of  the  kiln,  in  which  state  40 
lbs,  of  lime  to  100  Iba,  of  blue  clay,*  or  39  lbs,  of  lime  to 
1  cubic  foot  of  this  clay  will  be  the  proper  proportion.  Let 
therefore  the  lime  fresh  from  the  kiln  be  weighed  in  portions 
of  39  lbs,  and  mixed  with  sufficient  water,  to  form  lumps  of 
slaked  lime  paste  of  a  thinnish  consistency ;  and  in  about  24 
hours  afterwards,  when  they  will  be  thoroughly  slaked,  let 
each  of  these  lumps  be  mixed  with  1  cubic  foot  of  the  blue 
clay  and  the  whole  incorporated  with  the  pugmill,  after 
which  the  process  of  making  the  mixture  into  bails,  and 
drying,  burning  and  grinding  will  be  the  same  as  in  working, 
with  chalk  paste  and  clay. 

(377)  Probable  Proportion  of  Fewel,  for  hurning 
Artificial  Cement  on  a  great  scale. 

It  appears  to  me  that  1  measure  of  coals  will  be  required 
for  burning  8  measures  of  the  raw  cement  balls  prepared 
as  before  directed  (370),  that  is  whilst  they  are  still  moist, 
except  at  the  surface;  because  though  Mr.  White  the  pre- 
sent proprietor  of  Frost's  artificial  cement  works  informs 
me,  that  1  measure  of  coals  has  been  found  sufficient  for 
burning  10  measures  of  that  cement,  it  is  in  consequence  of 
its  having  been  always  thoroughly  dried  before  it  was  put 
into  the  kiln,  which  I  consider  inadmissible,  as  being  highly 
injurious  to  the  quality  of  artificial  cement. 

(378)  Probable  comparative  Expense  of  Artificial 
Cement. 

I  shall  conclude  by  observing,  in  reply  to  a  question 
that  I  have  often  been  asked,  but  which  I  have  never 
had  the  means  of  answering  accurately,  as  all  our  artificial 
cement  at  Chatham  was  made  by  manual  labour,  that  I  con- 

•  Because  the  best  proportion  of  chalk  or  of  natural  lime  stone  to  the 
blue  clay  by  weicht  was  before  stated  in  Article  305,  as  100  to  137^,  and 
the  produce  of  100  lbs.  of  pure  carbonate  of  lime  is  only  about  55'  lbs  of 
qnicklime.  But  as  55i  tol37i,  so  are  10  to  100  nearly,  which  last  proportion 
has  been  chosen  as  more  simple  and  more  easily  remembered  than  the  former 
Again  as  40  to  100,  so  are  39  to  97  J,  the  last  number  being  the  weight  in  lbs* 
of  1  ctibic  foot  of  fresh  blue  clay.  "  '' 

This  proportion  of  1  to  2i  differs  from  that  of  1  to  2  before  stated  in 
Article  90,  which  was  adopted  to  suit  our  first  artificial  cement  mixture  of 
IfcSO,  but  which  the  after  experience  of  1S30  induced  us  to  reject,  as  not 
yielding  the  best  cement,  that  could  be  made  from  the  same  inTedient*. 
(See  Article  110  and  those  imracdiatelv  follo\^ing  it.)  " 
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sider  it  probable,  if  an  artificial  cement  manufactory  of 
chalk  and  blue  alluvial  clay  were  set  up  on  a  great  scale,  in 
a  convenient  situation,  and  in  a  judicious  manner,  accord- 
ing to  the  rules  which  have  just  been  suggested,  that  it  might 
be  sold  at  least  25  per  cent  cheaper,  than  the  natural 
cements,  with  equal  profit  to  the  maker. 


THE  END. 


APPENDIX 


OBSERVATIONS    ON    LIMES,  &c. 


(i)     Preliminary  Remarks. 

^Vith  the  exception  of  some  quotations  or  extracts  from  former 
Authors,  especially  from  JNIr.  Tiraperley,*  the  foregoing  Treatise 
consists  either  of  original  experiments,  or  of  facts  for  which  I 
can  vouch  from  personal  observation.  I  now  propose  briefly 
to  notice  the  labours  of  former  writers  or  of  practical  men  bearing 
on  the  same  subjects,  according  to  information  obtained  from 
books  or  from  inquiry  ;  and  shall  put  into  one  connected  view, 
first  what  has  been  done  in  this  country,  and  secondly  the  pro- 
ceedings of  some  eminent  men  on  the  Continent,  who  have  experi- 
mented upon  natural  and  artificial  hydraulic  limes, 
(il)     Mr.  George  Scmple's  Proceedings, 

It  appears  from  a  Treatise  on  building  in  Water,  published  by 
IMr.  Semple  at  Dublin  in  1776,  that  he  had  been  employed  there 
in  rebuilding  Essex  Bridge,  which  he  finished  early  in  1755,  after 
taking  down  the  old  bridge.  The  lime  used  by  him  was  Roach 
lime,  which  had  been  proved  by  experience  to  have  the  property 
of  setting  under  water,  but  in  the  second  part  of  his  Treatise  he 
falls  into  an  error  in  declaring,  that  '  although  some  sorts  of  lime 

*  set  much  sooner  and  harder  under  water  than  others,  yet  that  any 
'  good  lime,  properly  mixed  and  tempered  with  sharp  clean  sand, 

•  will  bind  and  cement  as  eftectually  under  water  as  above,'  and 
after  making  this  assertion  he  defines  '  good  lime  to  be  that  which 

•  Mr.  Timperley's  Account  of  the  Harbour  and  Docks  of  Kingston-upon- 
Hull,  from  wliicli  I  have  quoted  largely  in  from  Article  2G3  to  273  inclusive, 
was  honoured  i)y  the  Council  of  the  Institution  of  Civil  Engineers  with  one 
of  theTelford  Premiums,  awarded  by  them,  from  the  interest  of  a  handsome 
legacy,  which  will  probably  amount  to  more  than  £3500,  bequeathed  to  that 
Society  by  their  late  excellent  and  distinguished  President,  to  be  expended 
annually  in  honorary  rewards  for  the  best  Papers  on  Professional  subjects. 
I  did  not  know  this  circumstance,  when  the  above  Articles  before  mentioned 
were  sent  to  press,  as  it  was  not  mentioned  in  the  first  volume  of  the  Trans- 
actions  of  that  Institution,  in  which  Mr.  Timperley's  communication  was 
published. 

a 
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'  is  made  of  the  hardest  closest  grained  and  consequenlly  heaviest 
'  lirae  stone  that  can  be  found,'  whilst  he  condemns  all  chalk  lioie  as 
'  being  bad,  in  consequence  of  its  being  produced  from  the  softest 
•  stone  in  nature.'  This  opinion,  the  fallacy  of  which  has  since 
been  proved  by  modern  ChemistrN",  was  generally  received  in  Eu- 
rope at  thai  period,  and  had  even  been  held  as  an  axiom  in  Practical 
Architecture  since  the  time  of  the  Romans,  and  therefore  we  must 
not  consider  it  a  disparagement  to  Mr.  Scrapie. 

The  first  part  of  his  Treatise  relates  chiefly  to  the  construction 
of  new  Essex  Bridge,  where  having  observed  that  a  part  of  the  grav- 
elly bed  of  the  River  there  had  been  indurated  l)y  lirae  thrown 
down  upon  it,  when  the  old  bridge  had  been  built,  he  turned  his 
attention  to  concrete,  and  having  studied  the  works  of  Palladio 
and  Alberti,  who  explained  the  system  often  used  by  the  ancient 
Romans,  of  building  walls  in  cotTers  or  cases  of  small  materials 
grouted  ;  he  proposes  afterwards,  in  his  second  part,  the  same  system 
for  building  the  foundations  of  briilges  over  rivers,  stone  piers  in 
the  sea,  &c,  by  means  of  concrete,  laid  in  what  he  calls  cofters, 
but  which  should  more  properly  be  termed  Caissons,  because  he 
generally  proposes  to  make  them  with  wooden  bottoms.* 

Mr.  Semple  appears  to  have  been  an  intelligent  zealous  man, 
with  very  little  previous  education,  who  laments  the  want  of  in- 
formation and  examples  on  the  subject  of  bridge-building  under 
which  he  laboured,  when  the  rebuilding  of  Essex  Bridge  was  first 
proposed  to  him.  In  fact,  it  appears  that  at  that  time,  there  was 
scarcely  a  book  on  tlie  subject  in  the  English  language,  in  conse- 
quence of  which  he  requested  a  friend  who  was  travelling  on  the 
Continent,  to  procure  for  him,  at  any  expense,  all  the  books,  drafts 
or  plans,  that  could  afford  him  any  kind  of  instruction  for  laying 
the  foundation  of  a  bridge  about  25  feet  under  high  water  in  a  rapid 
river,  and  to  send  them  with  all  expedition. 

This  commission  his  friend  executed  with  zeal,  and  as  Mr. 
Semple  expresses  himself,  '  it  happened  at  that  juncture  that  Colonel 
'  Belidor  had  compleated  his  4th  volume  of  Hydraulic  Architecture, 
'  which  was  sent  me  with  the  other  three  volumes  ;  and  also  a  per- 
'  spective  view  of  the  men  at  work  in  a  cofl'er  dam,  at  the  bridge  at 
'  that  time  rebuilding  at  Orleans.  The  language  I  was  a  stranger 
*  to,  but  on  turning  over  the  plates,  1  quickly  perceived  his  con- 
'  struction  of  cofl'er  dams  as  we  now  call  our  inclosure.  My 
'  drooping  spirits  then  instantly  revived,  and  I  immediately  went  on 
'  my  work  with  vigour,  and  entertained  the  most  sanguine  hopes  of 
'  success.' 

(ill)     0/  the  Treatise  entitled  Experiments  and  Observations 

•  In  Article  27,  I  ascribed  the  recent  extensive  adoption  of  the  nse  of 
concrete  in  this  country  for  foundations,  &c,  first  by  Sir  Robert  Smirke  and 
afterwards  by  others,  to  a  similar  observation  of  the  efTecls  of  lime  on  the 
gravelly  bed  of  the  Thames,  in  building  Waterloo  Bridge,  which  is  perfectly 
correct,  though  Mr.  Semplc's  recommendation,  which  had  no  influence  what- 
ever, was  of  prior  date,  and  the  occasional  use  of  concrete  is  probably  prior 
to  the  Christian  a?ra. 
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made  with  the  victo  of  improving  the  Art  of  composing  and  apply- 
ing Calcareous  Cements,  and  of  preparing  Quicklime,  &c,  &c, 
published  in  London  in  1780,  by  Bry,  Higgins,  M.D. 

This  gentleman  states,  that  he  was  induced  to  investigate  this 
subject  t'rora  its  connection  with  Chemistry,  on  which  he  had 
delivered  public  lectures  in  the  Metropolis.  Unfortunately  the  only 
liraes  that  he  experimented  upon  were  the  chalk  lime  then  generally 
used  in  London,  and  stone  lime,  but  as  the  latter  was  not  the 
blue  lias,  but  Plymouth  lime  stone,  which  has  no  hydraulic  proper- 
ties, although  ct)n)ing  under  the  definition  of  a  marble  from  its 
hardness  and  capability  of  receiving  a  fine  polish  ;  it  is  not  to  be 
wondered  at,  that  he  should  have  pronounced  it  to  be  no  better 
than  chalk  lime,  by  which  he  means  the  common  white  chalk  lime, 
and  no  other. 

After  the  experiments  of  several  years,  Dr.  Higgins  took  out  a 
patent  for  what  he  termed  a  cheap  and  durable  Water  Cement  or 
Stucco,  for  building  repairing  and  plastering  fValls,  and  for  other 
J'urposes,  which  consisted  of  mortar  made  with  1  part  by  weight 
of  stone  or  chalk  lime,  7  parts  by  weight  of  coarse  and  fine  sand, 
usually  4  of  the  former  and  3  of  the  latter,  and  J  part  by  weight  of 
fine  bone  ash,  mixed  with  lime  water  carefully  prepared  for  the 
pur|)osc.  The  lime  to  be  well  burned,  slaked  by  putting  it  on  a  fine 
sieve,  [)lunging  it  under  water  and  drawing  it  out  repeatedly,  and 
rejecting  every  part  that  would  not  pass  through  the  sieve,  as  being 
underburned,  which  he  considered  highly  detrimental.  The  sand 
was  to  be  washed  in  running  water  to  drive  off  every  particle  of 
clay  or  dirt,  and  to  be  sharp  or  angular,  not  round.  Tn  making  his 
mortar,  he  first  mixed  the  two  sorts  of  sand,  and  spread  them  six 
inches  thick  on  a  board,  and  then  wetted  them  with  lime  water, 
addinfj  next  what  he  calls  his  purified  lime  in  several  portions,  mix- 
ing and  beating  this  and  the  sand  together,  according  to  the  custom 
of  that  day,  and  finally  he  added  and  mixed  up  the  bone  ash  also, 
which  was  to  be  sifted  much  finer  than  that  used  for  cupels.  This 
substance  was  to  prevent  cracking,  and  to  promote  plasticity  and 
induration  by  attracting  carbonic  acid  gas  from  the  atmosphere,  and 
he  stated  that  it  also  prevented  dampness  in  inside  work.  In  all 
cases,  even  in  wetting  the  materials  or  the  stucco  itself,  he  invaria- 
bly prescribed  the  use  of  lime  water.  As  he  attached  great  import- 
ance to  fresh  slaked  lime,  he  recommended  that  all  the  lime  that 
could  not  be  used  immediately,  should  be  preserved  in  air-tight  casks. 

He  divided  his  mortar  into  several  sorts,  1st,  Water  Cement 
coarsegrained,  2dly,  Water  Cement  fne  grained,  for  giving  a  fine 
surface  to  the  former  when  required,  3dly,  Water  Cement  of  the 
coarsest  sort,  cheaper  than  the  former,  in  which  he  used  shingle  or 
coarser  sand  in  addition  to  his  usual  coarse  and  fine  sand,  4thly, 
his  Cement  for  Water  Fences,  by  which  I  presume  he  means  wharf 
walls,  reservoirs,  &c,  in  which  he  omits  2  thirds  of  the  bone  ash, 
and  substitutes  pulverized  Tarras  or  Trass  in  lieu  of  it,  and  olhly, 

n    1 
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he  proposes  to  make  Artificial  Stones,  by  alternate  layeisof  his  own 
cement  and  of  flints,  hard  stone  or  brick,  put  together  in  moulds, 
and  allowed  to  dry  well  before  they  are  exposed  to  rain. 

(iv)  He  mentions  that  several  houses,  chiefly  in  London,  had 
been  stuccod  with  his  cement,  but  as  ray  own  observations  on  chalk 
lime,  and  the  sort  of  stone  lime  used  by  him,  which  is  no  better, 
induce  me  to  believe  them  both  equally  unfit,  not  only  for  hydraulic 
purposes,  but  even  for  the  outside  sluccoina  of  buildincs;  1  presume 
that  his  inventions,  which  consisted  in  attempting  to  improve  bad 
limes  by  expensive  arrangemeiiLs  must  have  died  a  natural  death, 
being  not  only  much  inferior  to  the  Sheppy  and  other  English  ce- 
ments afterwards  discovered,  but  even  to  the  mortars  and  stuccos  of 
blue  lias  lime. 

Sracaton's  Researches,  which  were  of  much  prior  date,  unfortu- 
nately were  not  published  until  many  years  afterwards.  If  Dr.  liiggins 
had  been  aware  of  the  more  enlightened  and  comprehensive  views 
of  that  eminent  Civil  Engineer,  his  own  zeal  and  industry  belter 
directed  might  have  led  to  more  useful  results. 

(v)  Experiments  to  ascertain  a  complete  Composition  for  Water 

Cements,  ivilfi  their  Results,  as  contained  in  Bvok  third.  Chapter 

fourth,  of  the  Xarrafive  of  the   Building,   A'C,   of  the   Edy stone 

Lighthouse,  Sfc,  by  John  Smeaton,  Civil  Engineer,  first  published 

in  Eon  don  in  1791. 

Smeaton's  observations  upon  the  limes  and  cements  then 
known  are  most  valuable,  and  do  the  highest  credit  to  his  sagrcity, 
since  at  the  time  that  he  was  intrusted  with  the  execution  of  that 
arduous  and  memorable  work,  he  seems  to  have  been  almost  new  to 
the  subject,  and  yet  in  a  short  time  arrived  at  juster  views  than 
any  former  writer. 

After  having  compared  together  the  various  limes  of  England, 
w  ith  a  view  to  determine  that  most  suitable  for  the  mortar  of  a 
work  of  such  importance,  and  so  much  exposed  to  the  violence  of 
the  sea,  as  the  Edystone  Lighthouse  ;  and  having  formed  an  accurate 
opinion  of  their  comparative  goodness,  from  his  own  direct  observa- 
tion, by  a  very  judicious  practical  mode  of  testing  their  water-setting 
powers,  he  consulted  a  friend  well  versed  in  Chemistni-,  in  which 
science  he  candidly  owns  his  own  incompetency ;  and  having  been 
instructed  by  him  in  that  simple  sort  of  chemical  analysis,  which 
enabled  him  to  distinguish  the  pure  carbonates  of  lime  from  those 
containing  other  ingredients  also,  he  discovered  that  every  stone 
producing  a  lime  capable  of  setting  under  water,  had  a  proportion 
of  clay  in  its  composition.  The  perusal  of  this  important  fact  first 
induced  me  to  attempt  to  form  an  artificial  cf  ment  with  a  mixture 
of  chalk  and  clay,  as  1  have  acknowledged  in  Article  1  of  the 
foregoing  Treatise;  and  I  consider  it  probable,  that  it  has  also 
served  as  a  hint  to  others,  who  have  entered  into  the  same  pursuit, 
whether  in  this  country  or  on  the  continent,  where  Smeaton's 
labours  were  well  known;  although  they  have  not  all  acknowledged 
the  obligation,  as  1  felt  it  my  duty  to  do. 
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In  announcing  this  important  discovery,  by  which  he  overset  the 
prejudices  of  probably  more  than  2000  years,  maintained  by  all  former 
writers  on  the  subject,  from  \'itruvius  to  Mr.  George  Seniple  inclu- 
sive, Smeaton's  words  are  as  follows.  *  Having  now  found,'  that  is 
from  the  experiments  before  alluded  to,  '  a  species  of  materials,  and 
'  a  method  of  compouiiding-  tliem,  very  competent  to  our  purpose; 

*  and  having  plainly  seen,  that  there  was  a  great  difference  in  llie 

*  efTect,  arising  from  the  ditierent  nature  of  lime  burnt  from  different 

*  kinds  of  lime  stone  ;  and  that  its  arquisilion  of  hardness  under 
'  water  did  not  depend  upon  the  hardness  of  the  stone  ;  inasmuch  as 
'  chalk  lime  appeared   to  be  as  good,  as  that  burnt  from  Piymoulh 

*  marble;  and  that  Aberthaw  lime  was  greatly  superior  to  either, 
'  for  the  purpose  of  aquatic  buildings,  though  scarcely  so  hard  as 

*  Plymouth  marble  ;  1  was  very  desirous  to  get  some  light  into  some 
'  of  the  sensible  qualities,  that  might  probably  occasion  the  differeuce, 

*  or  at  least  become  a  mark  of  distinction.  1  therefore  applied  to  my 
'  friend  Mr.  Cookworthy,  whom  1  had   found  at  all  times  ready  to 

*  aff>ird  me  his  assistance,  wherever  his  knowledge  co\dd  be  of  use  to 
'  me.  He  taught  me  how  to  analyze  limestones  :  and  though  my 
'  chemical  friends  will  be  at  no  loss  upon  this  subject ;  yet  as  it  is 
'  very  possible,  that  some  of  my  readers  may  be  no  more  acquainted 

*  with  chemistry  than  myself,  for  the  sake  of  these  I  will  describe 
'  the  process,  as  being  useful  for  ail  those  who  are  concerned  in 
'  building  to  know.'   (See  Article  192  in  the  Chapter  before  quoted.) 

After  explaining  tho  simple  sort  of  analysis  alluded  to,  which  it 
is  unnecessary  for  me  to  repeat  here,  he  describes  his  own  further 
experiments  on  various  limes,  with  that  clearness  and  precision,  by 
which  his  writings  are  distinguished,  after  which  he  lays  down  for 
the  fir«t  time  in  Europe,  in  opposition  to  the  false  doctrine  of  ages 
befoie  alluded  to,  the  true  principles,  upon  which  the  value  of  any 
lime  for  the  purposes  of  Hydraulic  Architecture  depends,  in  slating 
which  1  shall  transcribe  his  own  words. 

'  Perhaps  nothing  will  better  show,  that  the  qualities  of  lime  for 
<  water  mortar  do  not  depend  on  hardness  or  colour,  than  a  eompari- 
«  son  of  the  white  lias  of  Somersetshire,  (which  though  approaching 
«  to  a  flinty  hardness,  has  yet  a  chalky  appearance)  with  what  is 
«  called  near  Lewis  in  Sussex,  the  Cliuicfi  Lime  ;  a  kind  of  lime  in 
'  great  repute  there  for  water  works,  and  indeed  deservedly  so.  This 
«  is  no  other  than  a  species  of  chalk,  not  found,  like  the  lias,  in  thin 
«  strata,  but  in  thick  masses,  as  chalk  generally  is  :  it  is  considerably 

*  harder  than  common  chalk,  but  yet  of  the  lowest  degree  of  what 
'  may  be  denominated  a  stony  hardness  ;  it  is  heavier  than  common 
«  chalk,  and  not  near  so  white,  inclining  toward  a  yellowish  ash 
'  colour.  This  stone,  when  analyzed,  is  found  to  contain  -j^^Ah  parts  of 
'  its  weight  of  yellowish  clay,  with  a  small  quantity  of  sand,  seemingly 
'  of  the  crystal  kind,  not  quite  transparent,  but  intermixed  with  red 
'  spots.  Hence  the  fitness  of  lime  for  water  building  seems  neither 
'  to  depend  upon  the  hardness  of  the  stone,  the  thickness  of  the 
'  stratum,  nar  the  bed  or  matrix  in  which  it  is  found,  nor  merely  on 
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the  quantity  of  clay  it  contains.  Bat  in  burning  and  falling  down 
into  a  powder  of  a  bufT  coloured  tinge,  and  is  containing  a  consider- 
able quantity  of  clay,  I  have  found  all  the  water  limes  to  agree.  Of 
this  kind  1  esteem  the  lime  from  Uarking  in  Surrey  to  be  ;  which  is 
brought  to  London  undei  the  idea  of  its  being  burnt  fronj  a  stone, 
and  in  consequence  of  that,  of  its  being  stronger  than  the  thalk 
lime  in  common  use  there;  though  in  fact  it  is  a  chalk,  and  not 
much  harder  than  common  chalk  :  il  contains  ^^th  part  of  light 
coloured  clay  of  a  yellowish  tinge. 

'  There  is  in  Lancashire  a  lime  famous  for  water  building,  railed 
Sutton  lime  ;  I  have  lately  had  an  opportunity  by  favour  of  John 
Gilbert,  Esq.  to  get  a  specimen  of  the  stone  in  its  natural  slate.  1 
had  long  since  seen  it  in  the  Duke  of  Bridgewater's  woiks,  both 
in  the  burnt  stone  and  slaked,  made  up  for  use,  and  in  the  water. 
I  observed  that  it  agreed  with  the  lias  in  being  of  a  butf  cast.  The 
stone  itself  is  of  a  deep  brown  colour,  and  the  piece  1  have  is  from 
a  stratum  about  three  inches  thick,  with  a  white  clayey  coat  on  each 
side.  The  goodness  of  the  quality  as  water  lime,  does  nut  there- 
fore consist  in  the  colour  before  it  is  burnt  ;  for  we  have  already 
seen  blue,  whitish,  and  now  brown,  to  be  all  good  for  that  purpose  ; 
but  they  all  agree  in  the  colour  or  hue,  after  they  are  burnt 
and  quenched  :  and  having  analyzed  the  Sutton  limestone,  I  find 
it  to  contain  not  only  near  -^^^th  parts  of  the  original  weight  of  the 
stone  of  brown  or  red  clay,  but  also  r^'Trdth  of  fine  brown  sand  ;  so 
that  in  reality  I  have  seen  no  lime  yet,  proved  to  be  good  for  water 
building,  but  what,  on  examination  of  the  stone,  contained  clay  : 
and  thougli  1  am  very  far  from  laying  this  down  as  an  absolute 
criterion,  yet  I  have  never  found  any  limestone  containing  clay  in 
a  considerable  quantity,  but  what  was  good  for  water  building  ;  and 
limes  of  this  kind  all  agree  in  one  more  propert)',  that  of  being  of 
a  dead  frosted  surface  on  breaking,  without  much  appearance  of 
shining  particles.' 

(vi)  As  1  conceived  that  every  Engineer  or  Architect  would 
wish  to  study  the  very  interesting  work  from  which  1  have  made  the 
foregoing  extracts,  it  was  not  my  intention  to  have  cpioted  so  largely 
from  Smeaton's  admirable  chapter  on  water  cements,  if  \  had  not 
found,  that  his  meaning  has  been  misunderstood,  and  that  he  has 
been  charged  both  by  M.  A  icat  in  France,*  and  more  recently  by 
Mr.  George  Godwin  junior  in  this  country,  with  having  fallen  into  the 
same  error  as  Dr.  IJiggins,  who  from  his  writings  was  evidently 
unacquainted  with  any  of  the  excellent  water  limes  of  England,  and 
ignorant  of  the  projicrties  of  liydraulic  limes  generally,  which  Smea- 
ton  had  investigated  with  so  much  ability  and  success. 

Mr.  Godwin's  words,  in  treating  of  the  limes  most  proper  for 
concrete,  are  these.     '  In  ordinary  cases,  stone  lime  should  always 

•  L'lnc^nipnr  Anglais  Smeaton,  ct  le  Doclcnr  Hijrgins  prttendent  an 
contraire  (jnc  la  craie  el  le  luarltre,  qui  ofTrfiil  a-pen-pres  Ics  ilenx  cMrenies 
en  diireti-  paruii  Ics  esp^ocs  calcaiies,  doiinent  de  la  cliaux  qui  procure  ao 
inortier  one  cgale  bont^.  (See  the  author's  Uccberches  cxp^rinieutales  sur 
les  cbaux  de  coostructiou,  &c,  sectioo  premiere,  chap,  ii,  publlsUcd  in  1815). 
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'  be  employed — that  from  Dorking  when   attainable.     Both   Dr. 

•  Higgins  and    Mr.  Smeaton  contend  that  chalk  lime,  when  well 
'  burned  and  used  with  care,  is  fully  equal  to  stone  lime.    Experi- 

•  ments,  however,  do  not  appear  to  bear  out  tlieir  views,  probsibly 

•  from  the  difficulty  of  fultilling  the  chief  condition  ;  and  1  should 

•  advise,  notwithstanding  the  authority  of  such  names,  that  chalk 
'  lime  be  never  used  for  the  purpose  of  concretion.' 

Having  placed  this  quotation  from  x>Ir.  Godwin's  Essay  on  the 
nature  and  properties  of  concrete  in  juxtaposition  with  my  former 
quotations  from  Smeaton,  the  reader  will  clearly  see,  that  Mr.  God- 
win has  imputed  an  error  to  Smeaton  of  his  own  creating.  In 
respect  to  Dr.  Higgins,  1  do  not  consider,  that  even  he  was  so  far 
wrong  as  Mr.  Godwin  alleges,  in  stating  that  chalk  lime  was  as 
good  as  the  sort  of  stone  lime  experimented  upon  by  him,  namely 
the  Plymouth  marble  ;  but  he  was  in  error  in  evidently  supposing 
that  all  stone  limes  were  alike.  And  Mr.  Godwin  himself 
appears  to  have  fallen  into  the  same  error,  which  is  aggravated  by 
his  having  adopted  another  mistake,  which  was  exposed  nearly  half 
a  century  ago  by  Smeaton,  that  of  the  workmen  of  London,  who  have 
improperly  given  the  name  of  Stone  to  what  is  in  reality  a  C/tu/k, 
I  mean  the  argillaceous  chalk  of  Dorking,  which  misnomer,  like  the 
equally  inappropriate  term  Roman  Cement,  only  serves  to  mislead 
the  public,  and  to  cause  confusion  of  ideas.  The  term  Stone  Lime 
should  therefore  be  abolished,  because  even  if  it  did  not  involve  the 
glaring  absurdity  of  including  chalks  as  well  as  stones,  there  are  no 
two  sorts  of  hard  calcareous  stone  that  yield  lime  of  the  same  quality. 

(vii)  Having  ascertained  that  the  blue  lias  was  the  strongest 
of  our  English  water  limes,  Smeaton  experimented  upon  Trass,  then 
called  Dutch  Tarras,  and  on  Puzzolana,  a  mixture  of  which  two 
substances  with  lime  afforded  the  only  hydraulic  mortars  then  known 
in  Europe,  as  the  still  more  powerful  water  cements  of  England  had 
not  yet  been  discovered.  Observing  that  Trass  mortar  grew  out  from 
the  joints,  owing  1  believe  to  the  very  injudicious  mode  of  using  it 
which  prevailed  in  this  country,  as  described  by  him,  which  was  to 
reverse  the  proper  proportions  of  the  ingredients  by  mixing  1  measure 
of  Trass  with  2  of  common  lime,  Smeaton  rejected  that  substance 
altogether,*  and  adopted  Puzzolana  in  preference,  which  he  met 
with  by  mere  accident,  as  there  seems  every  reason  to  believe,  that 
it  had  never  been  used  before  in  England  ;  and  it  may  be  remarked 
as  a  very  curious  circumstance,  that  he  was  ignorant  of  the  proper- 
ties of  Puzzolana,  until  he  read  of  it  in  Belidor's  works,  to  which 
distinguished  Frenchman  Mr.  Semplealso  acknowledges  that  he  had 
himself,  about  the  same  period,  become  indebted  for  his  success  in 

*  Smeaton  witli  his  iisnal  sagacity  discovered  by  experiment,  that  equal 
measnres  of  Lime  and  Trass  made  a  better  water  setting  mixture,  tban  the 
injodicions  excess  of  tlie  former  ingredient ;  but  he  seems  to  have  imagined 
that  the  defect  of  growing  out  from  the  joints,  so  as  to  project  beyond  the 
original  face  of  the  wall,  was  inherent  in  Trass  under  all  circumstances. 
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the  rebuilding  of  Essex  Bridge,  as  was  before  mentioned.*  Such 
was  the  very  imperfect  state  of  the  Art  of  Civil  Engineering  in  this 
country  about  the  middle  of  the  last  century,  which  has  since  made 
such  rapid  progress  towards  perfection. 

Smeaton  observes  that  his  Edystone  mortar,  composed  of  equal 
measures  of  puzzolana  and  of  blue  lias  lime  in  the  state  of  slaked 
lime  powder,  which  he  considers  the  strongest  water  cemc  nt,  that  it 
was  possible  to  make  with  any  of  the  ingredients,  then  known  and 
used  for  that  purpose,  set  well  under  water,  but  not  quickly,  enough 
to  resist  the  violent  wash  of  the  sea  ;  to  guard  against  which  he 
sometimes  caulked  the  outer  part  of  the  joints  with  the  same  mortar 
mixed  with  oakum,  and  sometimes  he  protected  them  by  an  exter- 
nal coating  of  gypsum  or  plaster  of  Paris.  He  observes  that  his 
Edystone  mortar  set  so  slowly  in  joints  exposed  to  air,  that  for 
some  time  it  seemed  almost  stationary.  On  visiting  the  Edystone 
in  1707,  nearly  30  years  after  the  Lighthouse  was  finished,  he  found 
that  the  mortar  was  sensibly  corroded  in  most  parts  of  the  upper 
works,  but  not  on  an  average  above  the  (3th  part  of  an  inch  deep. 
In  the  parts  wet  everj-  tide,  it  had  not  failed  at  all. 

(VII i)  Smeaton  also  experimented  upon  several  substances, 
having  like  puzzolana  the  property  of  improving  limes,  and  com- 
municating to  them  the  property  of  setting  under  water,  such  as  the 
scales  from  a  Smith's  forge,  and  minion  or  iron  stone  calcined,  or  hav- 
ing undergone  the  first  process  in  making  iron  :  and  he  states  that 
whenever  he  saw  a  reddish  or  brownish  stone,  he  generally  tried  it, 
and  in  one  instance  he  found  a  piece  of  coarse  deep  brown  sand 
stone,  which  on  being  burned,  pulverized  and  mixed  with  lime,  pro- 
duced a  mortar  equal  to  that  from  forge  scales. 

Having  mentioned  the  principal  hydraulic  mortars  recommended 
by  him,  in  from  Article  247  to  250  inclusive,  I  shall  not  repeat  them 
here,  and  for  the  further  proceedings  of  this  eminent  Civil  Engineer, 
whilst  investigating  the  |)roperties  of  water  limes  and  mortars,  I  beg 
to  refer  the  reader  to  his  own  interesting  account  of  the  Edystone 
Lighthouse,  and,  for  still  more  detailed  instructions  respecting  the 
proper  mode  of  using  puzzolana,  to  the  3rd  volume  of  his  Tracts. 

(ix)  An  account  of  the  Bell  Rock  Lighthouse,  including 
the  detailsofthe  Erection  and  peculiar  Construction  (if  that  Edi/ice, 
to  which  is  prefixed  a  hisiorical  View  of  the  Inslilution  and  Pro- 
gress of  the  Northern  Lighthouses,  Sfc,  <§-c,  by  Robert  Stevenson, 
Civil  Engineer,  F.R.S.E.  i\:c,&:c.     Edinburgh,  1S24. 

In  building  this  IJghthouse,  nearly  opposite  to  the  mouth  of  the 
river  Tay,  which  was  commenced  in  1807  and  finished  in  1810, 
IMr.  Stevenson  acknowledges  that  he  took  Smeaton's  system  for 
what  he  calls  his  text  book,  but  he  was  by  no  means  a  servile 
copyist,  there  being  great  ingenuity  and  originality  in  many  of  his  ar- 
rangements, and  ecjual  energy  and  perseverance  in  all  his  proceedings. 

•  Belidor  was  also  the  first,  wlio  entertained  just  notions  on  the  subject 
of  Military  Mining,  in  opposition  to  an  absurd  Theory,  which  prevailed  in 
France  and  in  nil  Europe,  until  he  subverted  it  by  his  celebrated  experiments 
on  sarcbarged  mines,  by  him  styled  Slobes  of  Compression, 
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His  mortar,  which  is  the  only  part  of  his  interesting  book, 
(hat  refers  to  our  present  sul)ject,  ditiered  from  Smeaton's  in  his 
having  added  I  measure  of  sand  to  1  measure  of  puzzolana,  and 
1  of  Aberthaw  hme,  and  also  in  having  measured  the  latter  in  the 
slate  of  quicklime  powder,  which  from  the  circumstances  that  were 
explained  in  Articles  '292  and  293  of  the  foregoing  Treatise,  ren- 
der their  respective  proportions  of  lime,  though  nominally  the  same, 
very  difterent  from  each  other.  But  I  have  described  his  mortar, 
and  remarked  upon  it  so  particularly  in  other  articles,  that  it  is  un- 
necessary to  enlarge  further  upon  it  here.  The  addition  of  the  sand 
may  be  considered  an  improvement  upon  Smeaton's  system,  so  far 
as  economy  is  of  importance,  though  in  adhesiveness,  resistance 
and  water  setting  powers,  I  consider  from  my  own  experiments  that 
Stevenson's  mixture,  which  was  nearly  equivalent  to  blue  lias  1 
Pi  Si  of  Tables  XII  and  XIII  (277),  is  rather  inferior  to  Smea- 
tons,  which  was  nearly  equivalent  to  blue  lias  1  P2,  of  the  same 
TaMes. 

Mr.  Stevenson  pointed  his  external  joints  with  English  cement, 
to  secure  them  against  the  action  of  the  w  aves,  w  hich  he  observes 
w  ashed  and  wasted  a  great  deal  of  liis  slow  setting  mortar  in  the 
lower  parts  of  his  work,  which  were  covered  by  every  tide  at  high 
water. 

(x)  An  Historical  Description  of  the  Suspension  Bridge  con- 
structed over  the  Menid  Strait  in  Aorth  Wales,  ^-c,  ^'c,  from 
Designs  and  under  the  Direction  of  Thomas  Telford,  F.Ji.S.L, 
and  E.  President  of  the  Institution  of  Civil  Engineers,  cSc,  At, 
by  William  Alexander  Provis,  the  resident  Engineer,  ^-c,  cS'c. 

Theworkmen  began  to  quarry  their  stone  at  the  Penmon  quarries 
in  IBIB,  but  the  first  stone  of  this  justly  celebrated  work  was  not  laid 
till  the  10th  of  August  1819.  The  bridge  was  practicable  for  car- 
riages on  the  30th  of  January  1826,  when  the  Holyhead  Mail  first 
passed  over  it,  but  some  additional  bracing  was  executed  soon  after- 
wards, to  prevent  for  the  future  the  undulation  or  vibration  of  the 
superstructure,  which  took  place  during  a  very  violent  gale  of  wind. 

In  the  specification  it  w  as  directed  that  '  all  the  masonry  from 
'  the  foundations  to  an  ofl'set  3  feet  above  high  water  was  to  be 

*  built  in  well  worked  mortar  of  Aberthaw  lime  and  sand,*  and 
'  the  rest  of  the  masonry  in  mortar  made  of  lime  from  the  fraf^ments 
'  of  the  Penmon  stone,  mixed  with  a  proper  proportion  of  sand.' 

After  thus  describing  the  mortar  to  be  used,  Mr.  Provis  adds, 
'  though  known  to  almost  every  Practical  Builder  in   England,  it 

*  may  not  be  improper  here  to  observe,  that  mortar  made  of  Aber- 

*  thaw  lime  mixed  with  sand  sets  extremely  well.  If  masonry 
'  built  with  it  were  covered  immediately  with  water,  a  thin  crystal- 

*  lization  would  be  formed  on  the  surface  of  the  mortar  in  two  or 
'  three  hours,  and  in  as  many  days  it  would  become  perfectly  har- 

*  dened  and  attached  to  the  stones.' 

•  Mr.  Provis  writes  Aberddaw  according  to  the  Welsh  orthography  of 
this  name.  A  portion  of  the  masonry  of  most  of  the  piers  is  under  water 
every  tide. 


10     OBSERVATIONS  ON  LIMES,  WATER  CEMENTS,  &C.   (appendix). 

'  Where  the  masonry,  after  being  built,  is  to  be  subjected  to  the 
'  action  of  a  strong  current  of  water,  it  is  better  to  point  the  joints 
'  with  British*  (sometimes  called  Roman)  cement,  which  setting 
•  immediately  prevents  the  mortar  being  washed  out  of  them.  The 
'  advantages  of  Aberthaw  lime  mortar  compared  with  cement  are 
'  its  taking  a  better  hold  of  the  stones,  and  being  much  cheaper.' 

The  former  objection  to  the  use  of  cement,  which  I  believe  is 
still  general  amongst  practical  men,  will  no  doubt  be  removed  by 
our  experiments  at  Chatham  (210),  which  have  proved  its  adhesive- 
ness to  Bramley-fall  stone  to  be  equal  to  the  tenacity  of  that  excel- 
lent stone  itself. 

(xi)  Information  respecting  the  Mortar  used  in  erecting  the 
Landing  Wharf  fur  Steam  Packets  at  Hohbs''  point  Alilford 
Haven,  near  Pembroke,  communicated  by  Captain  fnow  Major  J 
Savage,  li.E.  who  superintended  that  JVork.i 

The  foundation  of  the  extreme  end  of  this  wharf  was  laid  at  32 
feet  below  the  low  water  mark,  and  57  feet  below  the  high  water  of 
spring  tides,  and  no  less  than  G200  cubic  feet  of  the  masonry  were 
built  by  the  diving  bell.  The  mortar  used  was  composed  of  1  mea- 
sure of  Aberthaw  lime  in  lumps  from  the  kiln,  mixed  with  2  measures 
of  sand.  Captain  Savage,  who  had  before  used  the  blue  lias  lime 
of  Lyme  Regis  with  equal  success  on  the  Cobb  or  Wharf  of  that 
town,  as  stated  in  Article  26,  informed  me  that  this  mortar  set  so 
well  under  water,  that  about  a  cubic  foot  of  it,  which  had  been  left 
on  the  wall  without  being  used,  whilst  the  masons  went  to  work  on 
other  parts,  was  afterwards  found  to  be  nearly  as  hard  as  stone  on 
their  returning  to  the  same  spot,  which  was  only  accessible  by  the 
diving  bell;  notwithstanding  which  Captain  Savage  generally  pro- 
tected the  external  joints  by  cement. 

(xii)  Of  the  Specification  of  Mr.  Parker" s  first  Patent,  en- 
titled  a  Patent  for  making  a  certain  Cement  or  Terras,  to  be  used 
in  aijuatic  or  other  Buildings  and  for  Stucco  Work. 

The  specification  was  dated  the  27th  of  July  1706,  but  the 
the  patent  itself  was  granted  to  James  Parker  of  Northtleet,  in  the 
county  of  Kent,  gentleman,  on  the  20th  day  of  the  preceding  month. 
When  he  first  discovered  the  extraordinary  properties  of  the  natural 
English  cements,  Mr.  Parker  designated  them  in  the  above  manner, 
and  in  one  part  of  his  specification  he  uses  the  expression  a  Water 
Ccment.X  He  describes  his  cement,  as  being  obtained  from  certain 
stones,  or  argillaceous  productions  or  nodules  of  clay,  containing  cal- 

•  English  Cement  is  the  most  proper  name,  none  being  found  in  Scotland. 

t  This  landing  wharf  was  commenced  from  a  design  of  Col.  Tansliawe.  R.E. 
The  first  stone  was  laid  in  January  1830,  and  the  work  was  finished  in  4  years. 
Some  alterations  were  made  in  the  wharf  whilst  in  progress,  and  the  build< 
ings  attached  to  it  were  chieily  designed  as  well  as  executed,  by  Captain 
Savage  himself. 

X  This  has  been  changed  into  the  nnintelligible  phrase  a  Water  If  Cement, 
by  mistake  of  the  .Scribe,  who  has  also  changed  Mr.  Parker's  nodules  into 
Noddles  of  clay,  throughout  the  whole  of  the  original  Patent,  which  I  was 
permitted  to  peruse  on  paying  a  fee  at  the  proper  office  near  Chancery  lane. 
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careous  veins  and  usually  a  drop  of  water  in  the  center.  He  states 
that  these  must  be  burned  in  a  kiln  like  common  lime,  but  with  a 
stronger  heat,  and  that  they  become  warm  and  soften,  but  do  not 
slake  alterwards,  when  water  is  thrown  upon  them.  He  states  that 
the  calcined  nodules  must  be  ground  to  fine  powder  by  mechanical 
means,  and  that  when  mixed  with  a  moderate  quantity  of  water, 
namely  about  2  measures  of  water  to  5  of  powder,  a  cement  is 
formed  whicii  he  declares  to  be  much  stronger  for  the  purposes 
above  specified,  and  one  that  sets  sooner  and  harder,  than  any  mortar 
or  cement  prepared  by  artificial  means.  He  provides  in  his  speci- 
fication for  occasionally  burning  and  mixing  his  cement  with  lime 
and  other  stones,  clays  or  calcined  earths,  and  includes  in  his  patent 
all  stones  or  concretions  of  clay  having  the  same  properties. 

1  always  thought  it  probable  that  Mr.  Parker  must  have  been 
skilled  in  Chemistry,  until  1  perused  his  patent,  the  peculiar  word- 
ing of  which  has  convinced  me  to  the  contrary,  as  he  has  reversed 
the  |)roper  definition  of  the  water  cements  of  England  by  calling  them 
argillaceous  productions  containing  calcareous  veins,  &c,  whereas 
the  calcareous  matter  is  much  more  prominent  in  their  composition 
than  the  clay.  I  am  now  of  opinion,  that  he  must  have  taken  the 
hint  from  Smeaton,  whose  book  was  only  published  a  few  years 
before,  because  the  rude  sort  of  analysis  pointed  out  by  that  author, 
would  render  it  possible  for  any  person,  though  not  a  scientific 
Chemist,  to  ascertain  that  the  Sheppy  cement  stone  was  a  mixture 
of  lime  and  clay;  and  if  Mr.  Parker  followed  Sraeatou's  other 
rule  to  burn  and  pulverize  every  reddish  or  brownish  stone,  by  which 
of  course  must  have  been  meant  stones,  that  did  not  slake  after  cal- 
cination, and  mix  them  with  lime,  he  would  have  found  that  the 
Sheppy  cement  stone  improved  common  lime,  and  from  thence  it 
was  only  one  step  more,  to  try  it  without  adding  lime  to  it. 

Although  1  am  perhaps  only  indulging  in  a  speculation,  which 
may  be  imaginary,  as  Mr.  Parker  may  possibly  have  discovered  the 
Sheppy  cement,  without  being  indebted  for  it  to  Smeaton's  book ; 
yet  1  considerit  most  certain,  that  after  the  publication  of  that  book,  it 
w  as  scarcely  possible  that  the  valuable  properties  of  the  water-ccraent- 
stooes  of  England,  undiscovered  for  so  many  ages,  could  have 
remained  much  longer  unknown  to  the  world. 

It  was  not  until  some  years  afterwards  that  Mr.  Parker  designated 
the  valuable  water  cement,  of  which  he  first  discovered  the  use 
by  the  improper  title  of  lloman  Cement,  which  serves  only  to  mis- 
lead the  public,  who  w ith  the  exception  of  professional  men,  gene- 
rally believe  it  to  be  a  rediscovered  secret  of  the  ancient  Romans. 

A  curious  instance  of  this  sort  of  mistake  occurred  in  a  Report 
made  by  Mr.  Benjamin  H.  Schlick  a  Danish  Architect,  to  the  Aca- 
demy of  Fine  Arts  of  the  French  Institute,  on  the  25th  day  of 
November  102G,  upon  the  subject  of  the  Thames  Tunnel,  who 
amongst  the  causes  of  the  success  of  that  wonderful  undertaking, 
gravely  enumerates  3dly,   *  the  advantage  of  the   cement  of  the 
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'  Romans,'  upon  uhich  lie  observes,  that  '  the  modern  arts  in  re- 

*  discoveiing  the  Koman  cement,  have  achieved  an  important 
'  victory."*  Instead  of  this  absurd  title,  whicii  no  more  a|)plies  to 
the  cements  of  England,  than  Chinese  porcelain  would  to  U'edg- 
wood's  ware,  and  even  less  so,  for  the  liomans  had  no  knowledge 
of  this  sort  of  cement  at  all,  it  ought  to  be  designated  as  Sheppy,  as 
Harwich,  or  as  Yorkshire  cement,  or  if  compounded  of  two  of  those, 
let  it  be  called  English  cement,  or  Parker's  cement,  from  the  name 
of  the  ingenious  discoverer  of  its  admirable  properties;  and  in  con- 
cluding this  subject,  let  it  be  fully  understood  that  my  impression 
of  his  having  taken  a  hint  from  INlr.  Smeaton  is  no  disparagement 
to  the  merit  of  IMr.  Parker's  discovery,  which  is  of  immense  im- 
portance, for  as  I  observed  before,  it  enables  tlie  Architect 
to  execute  with  ease  many  constructions,  which,  without  such 
powerful  cement,  would  have  been  absolutely  impracticable  (*235). 
In  respect  to  Smeaton,  though  he  discovered  a  great  princi|)le,  and 
thus  threw  daylight  into  an  important  practical  subject,  which  before 
his  time  was  involved  in  utter  darkness,  and  thereby  cleared  the  way 
for  others  ;  yet  he  himself  neither  discovered  any  new  hydraulic  lime 
nor  cement,  but  worked  with  limes  previously  known  and  even  appre- 
ciated in  their  respective  localities,  though  their  value  was  not  un- 
derstood beyond  those  narrow  bounds,  and  even  there  the  cause  of 
their  superiority  was  entirely  unknown. 

(xili)  Of  the  Patent  granted  to  Maurice  St.  Leger  of  St. 
Giles^  CumOericell,  Gent,  for  a  method  of  making  Lime,  dated 
May  181.8. 

1  believe  that  several  patents  for  making  artificial  cement  may  have 
been  taken  out  in  this  country,  none  of  which  have  come  into  general 
use  except  that  known  by  the  name  of  Mastich.  Of  all  that  1  have 
seen,  the  only  one  that  involves  nearly  the  same  process  afterwards 
adopted  by  mc,  is  that  of  Mr.  St.  Leger,  before  quoted,  of  which 
the  following  copy  was  sent  me  a  few  years  ago  by  a  friend,  who  was 
acquainted  with  my  proceedings,  and  was  struck  with  the  ri>sem- 
blance,  and  who  informed  me  that  he  iiad  extracted  it  from  the  new 
monthly  Magazine  of  the  1st  of  August  1819.  It  is  as  follows. 
'  I  the  said   Maurice  St.  Leger  do  hereby  declare,  that  the  na- 

*  ture  of  the  said  invention,  and  the  manner  in  which  the  same  is  to 

*  be  performed  is  as  follows,  viz.  I  take  chalk,  stone,  or  any  other 
'  substance  from  which  lime  can  be  obtained,  which  I  pulverize,  to 

*  which   1  add  common  clay  or  any  other  substance  containing 

*  alumine  and  silex,  which  1  increase  or  diminish  according  to  the 

*  required  strength  of  the  lime.  1  mix  them  together,  and  add  water 
'  to  them  until  they  become  a  paste  of  the  consistence  of  common 
'  mortar.  I  then  make  the  said  paste  or  substance  into  lumps. 
'  These  lumps  alter  being  thoroughly  dried  by  natural  or  artificial 
'  heat,  I  put  into  a  kiln,  and  expose  to  the  action  of  fire  in  the 

•  The  words  are  these  'Los  arts  moderncs,  en  retrouvant  le  cimcnt  Ro- 
'  main  ont  fait  unc  importante  conqucte.' 
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'  usual  way  of  making  lime.  The  degree  of  heat  must  depend  upon 
'  the  size  and  quality  of  the  lumps,  but  1  find  the  lumps  have  been 

•  sufficiently  exposed  to  the  fire,  when  they  can  be  broken  by  the 

•  hands.  Instead  of  chalk,  stone,  or  such  other  substance  as  is  above 
'  mentioned,  ordinary  lime,  slaked  or  pulverized,  may  be  substituted; 
'  but  ill  that  case  the  compound  does  not  require  to  be  so  much  ex- 
'  posed  to  the  action  of  the  fire.  The  quantity  of  clay,  or  other 
'  substance  containing  alumine  and  silex,  to  be  added  to  the  chalk 
'  or  such  other  substance  as  aforesaid,  or  to  the  lime  slaked  and 
'  pulverized,  must  depend  as  well  upon  the  quality  of  the  chalk, 
'  stone,  or  other  substance,  or  lime,  as  upon  the  quality  of  the  clay 
'  or  other  substance  containing  alumine  and  silex.  Jiut  I  find  in 
'  general,  that  from  one  to  two  and  twenty  measures  or  given  quan- 

•  ties  of  clay,  or  other  substance  containing  alumine  and  silex,  to 
'  every  one  liundred  measures  or  given  quantities  of  chalk,  stone,  or 
'  other  substance,  or  of  lime  as  above  mentioned,  is  the  proper 
'  quantity  or  proportion.' 

A  French  gentleman  of  the  same  name,  having  established  a 
manufactory  for  making  artificial  hydraulic  lime  according  to  M. 
Vicat's  system,  at  Meudon  near  Paris,  about  the  same  period,  I 
have  not  the  smallest  doubt  of  his  being  the  identical  individual, 
who  took  out  the  above  patent  in  England  in  1818,  upon  which  I 
shall  remark,  that  the  proportions,  are  such  as  may  produce  a  hy- 
draulic lime,  which  was  evidently  the  intention  of  the  Patentee,  but 
not  a  water  cement :  and  as  the  excellent  natural  English  cements 
had  then  come  into  general  use  in  London,  to  which  Mr.  St.Leger's 
lime  must  have  been  infinitely  inferior ;  and  as  the  Dorking  and 
Hailing  limes,  and  even  the  blue  lias  must  have  been  much  cheaper, 
1  cannot  discover  that  his  patent  ever  came  into  operation  in  this 
country  :  and  if  any  person  had  attempted  to  make  artificial  cement 
from  it,  he  must  have  failed,  not  only  from  the  inaccuracy  of  the 
proportions,  but  from  the  want  of  precision  in  respect  to  the  nature 
of  the  clay  ;  as  will  be  evident  from  the  failure  of  my  own  first 
attempts  in  182G,  though  working  with  clay  of  a  quality  compre- 
hended in  IMr.  St.  Leger's  specification.  (See  Article  1.)  The 
process  adopted  at  his  manufactory  at  Meudon  will  afterwards  be 
described. 

Of  Mr.  Frost's  Artificial  Cement  Works,  in  Sicanscomb 
Parish,  Kent,  noic  the  proper ti/  of  Mr.  John  Bazley  White  ^-  Son. 

(XI  v)  1  am  informed  that  Mr.  Frost  obtained  possession  of  the 
ground  on  which  he  established  these  works,  in  1825.  I  visited 
them  in  December  1828,  at  the  time  when  I  had  succeeded  in  my 
first  experiments  on  a  small  scale.  At  that  time  I  found  that  Mr. 
Frost  had  made  two  sorts  of  artificial  cement,  viz. 

First,  his  British  Marble,  or  Silicate  of  Lime.  He  gave  this 
name  to  a  cement  composed  of  a  calcined  mixture  of  pulverized  flints 
and  chalk,  which  was  perfectly  white  and  might  be  used  either  as  a 
stucco,  or  for  an  artificial  stone.  The  flints  after  having  been  burned 
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in  a  kiln,  were  quenched  in  water  whilst  red  hot,  and  ground  in  a 
circular  basin  by  four  chertz  stonos  dragged  round  on  a  pavement  of 
the  same  material  covered  with  about  a  foot  of  water,  by  the  revolu- 
tions of  a  frame  moving  round  on  a  vertical  axis,  to  which  they  were 
attached  ;  and  thus  the  calcined  flints  were  reduced  to  a  very 
thin  paste.  ^Vhen  in  this  state  a  proportion  of  fluid  chalk 
ground  in  another  mill  was  let  in,  and  the  two  ingredients  mixed 
together.  After  being  thoroughly  incorporated,  the  wet  mixture 
was  allowed  to  run  off  into  a  back  or  reservoir  ou  a  lower  level, 
and  after  attaining  a  tougher  consistency,  it  was  cut  down  in 
lumps  and  dried  in  sheds,  and  finally  burned  in  a  common  lime  kiln  ; 
and  then  ground  and  preserved  in  casks.  Mr.  Frost  informed  me, 
that  one  measure  of  tliis  artificial  cement  might  be  mixed  either  with 
one  measure  or  with  one  measure  and  a  half  of  sand.  From  my 
own  experiments,  I  found  afterwards  that  this  cement  was  not  well 
adapted  for  hydraulic  purposes,  and  as  a  stucco  it  was  far  too  ex- 
pensive, and  consequently  all  his  attempts  to  introduce  it  into  the 
London  market  proved  ineflfectual.  Two  specimens  of  it  applied  as 
stucco  are  still  to  be  seen  on  the  same  premises,  one  of  which  has 
a  very  fine,  the  other  a  rough  surface,  and  both  are  extremely  hard. 

Secondly,  Mr.  Frost's  Ariijicial  Cement  of  Chalk  and  Clay. 

(xv)  In  this  his  second  sort  of  artificial  cement,  Mr.  Frost 
acknowledged  that  he  had  profited  by  the  experience  of  M.  Vicat, 
having  undertaken  a  journey  to  France  for  the  express  purpose  of 
consulting  that  gentleman,  and  inspecting  his  operations.  But  in- 
stead of  working  with  slaked  lime  to  be  burned  a  second  time, 
according  to  M.  Vicat's  favourite  system,  Mr.  Frost  used  chalk 
ground  in  two  mills,  each  having  4  iron  wheels  and  2  harrows,  with 
sand  trap  or  pit  near  it  for  getting  rid  of  the  sand,  on  the  same 
principle,  as  those  of  the  whitening  makers  (147),  but  of  much  supe- 
rior workmanship  and  requiring  greater  power  to  work  them,  than 
the  common  whitening  makers'  mills  in  this  neighbourhood,  which 
are  of  the  rudest  construction  and  worked  by  one  horse  only*  The 
fluid  chalk  ground  in  these  mills,  and  the  clay,  which  was  the  fine 
brown  pit  clay  of  the  neighbourhood  of  Upnor,  were  then  mixed 
together  in  a  washmill  precisely  similar  to  that  used  by  the  brick- 
roakers,  in  which  they  prepare  the  same  ingredients,  but  in  very  dif- 
ferent proportions,  for  making  Marl  Bricks  or  Malms,  as  they  are 
vulgarly  termed.  M  hen  sufUciently  comminuted  and  incorporated 
together,  the  fluid  mixture  of  chalk  and  clay  was  by  the  opening  of 
a  small  sluice  allowed  to  flow  into  backs  or  reservoirs,  also  similar 
to  those  of  the  brickmakers,  where  it  usually  remained  some  months, 

•  The  whitening  makers  alluded  to  are  labouring  men  with  small  capital, 
none  of  whom  use  more  than  one  wheel  in  their  respective  mills,  which  is 
not  always  of  stone  or  iron,  being  sometimes  built  of  blocks  of  old  ship 
timber  bound  round  the  rim  with  pieces  of  hoop  iron.  The  horses  which  turn 
these  wheels  arc  not  very  powerful  ones,  and  usually  move  round  in  so  small 
a  circle,  that  they  derive  much  less  advantage  from  leverage,  than  is  allowed 
in  better  constructed  grinding  mills. 
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and  acquired  the  consistency  of  a  stifF  paste  ;  in  cutting  into  which, 
rca,ular  strata,  generally  of  tints  tliti'ering  a  litlln  from  each  other, 
were  observable,  each  of  which  was  the  produce  of  one  day's  con- 
tents of  the  washmill.  Jn  this  state  the  raw  cement  was  cut  out  of 
the  back  in  lumps  which  were  laid  on  open  shelves,  in  drying  sheds, 
similar  to  those  of  the  whitening  makers.  When  sufficiently  dry, 
these  lumps  were  broken  into  smaller  pieces  of  a  convenient  size, 
and  burned  in  kilns  of  the  common  inverted  cone-like  form,  in  the 
same  manner  as  lime,  that  is  with  alternate  layers  of  fewel  and 
cement.  Owing  to  the  lumps  of  raw  cement  breaking  irregularly, 
and  also  generally  splitting  with  the  strata  before  described,  there 
was  a  good  deal  of  rubbish,  composed  of  small  fragments  and  dust, 
which  was  thrown  away,  as  being  unfit  for  the  kiln.  When  suffi- 
ciently burned,  the  calcined  cement  was  ground  by  2  pairs  of  the 
same  sort  of  millstones  which  are  used  for  corn,  but  without  the 
bolting  or  sifting  apparatus  of  the  corn  mill,  after  which  the  powder 
was  preserved  in  casks  or  sacks  as  usual.  The  flint  mill,  chalk  mills, 
wash  mill  and  grinding  mills,  that  have  been  described,  were  all 
worked  by  a  steam  engine  said  to  possess  a  30  horse  power,  which 
Mr.  Frost  erected  for  the  purpose,  and  he  also  built  a  wharf  on  the 
Thames,  with  which  he  communicated  by  a  railway  upon  a  raised 
road  constructed  by  him  across  the  intervening  marsh,  for  the  use  of 
his  works,  which  are  close  to  the  London  Uoad,  on  the  north  side 
of  it,  and  to  the  eastward  of  Ingress  Park,  with  a  lane  between. 

(xvi)  From  a  motive  of  delicacy,  as  being  engaged  in  the  same 
pursuit,  I  did  not  ask  Mr.  Frost  his  proportions,  but  I  communi- 
cated with  him  for  several  years,  and  alw  ays  gave  him  full  informa- 
tion of  my  own  proceedings,  which  T  hoped  might  be  of  use  to  him. 
I  found  him  at  one  time  in  some  perplexity,  as  he  said  that  the 
mortar  of  the  wharf  built  with  his  artificial  cement  according  to  M. 
Vicat's  rule,  had  proved  defective,  and  he  lamented,  that  whilst  all 
his  experiments  on  a  small  scale  succeeded,  the  very  same  process 
repeated  on  a  larger  scale  often  failed,  which  he  ascribed  to  his 
kilns  being  damp,  or  not  well  proportioned,  and  I  believe  that  he 
altered  them  in  consequence. 

My  own  opinion  on  this  subject  is,  that  successful  experiments 
on  a  small  scale  will  never  fail,  if  repeated  on  a  great  scale,  unless 
there  be  some  difl'erence  in  the  mode  of  proceeding,  which  the  ex- 
perimenter may  not  always  detect.  For  example  in  my  own  first 
experiments  on  a  small  scale,  in  making  artificial  cement,  the  whole 
process,  from  the  mixing  of  the  ingredients  to  the  burning  of  the 
mixture  and  the  proving  of  the  calcined  cement,  only  occupied  a 
few  hours,  and  1  always  obtained  good  cement;  but  when  I  tried 
the  same  process  on  a  great  scale,  the  same  mixture  entirely  failed, 
first  from  my  having  washed  it,  and  afterwards  owing  to  my  havino- 
allowed  it  to  remain  several  weeks  exposed  to  air  before  it  was 
burned,  which  spoiled  it  in  both  cases. 

Mr.  Frost  must  no  doubt  have  been  equally  expeditious  with  bis 
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experiments  on  a  small  scale,  whilst  in  working  on  a  great  scale,  lie 
always  occupied  several  months  between  the  grinding  of  his  ingre- 
dients and  the  burning  of  the  mixture,  as  has  been  stated. 

On  finding  that  the  blue  clay  of  the  iMedway  answered  so  well 
with  me,  he  sent  barges  to  dredge  for  it  below  Chatham  Dock-yard 
by  permission,  and  on  trial  adhered  to  it,  at  least  for  some  time 
afterwards.  He  also  tried  my  proportion  of  chalk  and  clay  of  1030, 
and  I  believe  adopted  it  as  nearly  as  he  could  approach  to  it  by  a 
ditJerent  mode  of  measurement,  for  he  measured  the  chalk  in  lumps 
and  the  clay  in  mass,  both  by  cart  loads.  I  frequently  recommended 
him  to  abstain  from  washing  his  clay  and  drying  his  mixtures,  in  the 
mode  previously  adopted  by  him,  as  my  own  ex[)eriments  appeared  to 
me  to  have  proved,  that  washing  and  drying  either  spoiled  or  ma- 
terially injured  the  peculiar  raw  cement  mixture,  used  by  me  and 
afterwards  adopted  by  him  (see  from  Articles  100  to  111  inclusive) ; 
and  he  informed  me  that  in  one  experiment  in  which  he  had  acted 
on  my  system,  mixing  his  ingredients  by  the  pugmill  and  burning  the 
mixture  immediately,  he  had  obtained  better  cement  than  by  his 
his  usual  process,  which  however  he  did  not  finally  alter.  Mr. 
Frost  informed  me  that  his  cement  was  first  used  in  the  erection 
of  Ilungcrford  Market,  both  for  the  foundations  and  as  stucco. 
At  one  lime  he  added  ochre  to  the  mixture  of  chalk  and  clay,  in 
order  to  improve  his  artificial  cement,  which  1  believe  he  did  on  the 
same  principle  that  had  induced  me  to  use  the  protoxide  of  iron, 
in  experimenting  on  a  small  scale  (80). 

(xvii)  /When  Messrs.  I->ancis,M'hite&  Francis,  cement  manufac- 
turers, were  in  treaty  with  Mr.  Frost  to  purchase  his  artificial  cement 
works  in  1833,  Mr.  White  the  second  partner  referred  to  me  for  my 
opinion  on  the  subject.  I  assured  him  that  my  experiments,  of 
which  I  shewed  him  the  results,  had  convinced  me  that  artificial 
cement  might  be  made  of  chalk  and  blue  clay,  perfectly  etficient  for 
all  hydraulic  purposes,  as  well  as  for  stucco  ;  and  I  stated  that  by 
doing  away  the  washing  and  drying,  which  1  considered  prejudicial, 
the  qnality  of  the  cement  might  be  much  improved.  Afterwards 
IMessrs.  Francis  and  White  purchased  Mr.  Frost's  business,  on  his 
retiring  to  America,  which  they  carried  on,  until  by  a  separation 
of  the  firm,  it  was  made  over  entirely  to  Mr.  AVhite  and  Son, 
on  the  1st  of  January  1037.  This  gentleman  wrote  to  me,  that  hav- 
ing repeatedly  tried  Frost's  cement,  against  the  best  natural  cement, 
by  setting  out  bricks  from  a  wall  with  both,  he  considers  the  cohes- 
ive strenjith  of  the  former  to  be  in  the  proportion  of  about 
two  thirds  only  of  that  of  the  latter,  which  he  does  not  think  a 
disparagement,  '  that  which  is  artificial,'  to  quote  his  own  words, 
'  not  being  so  perfect,  as  what  nature  gives  us,  yet'  he  observes 
that  '  Mr.  Frost's  cement  is  so  good,  that  it  may  be  used  with  perfect 
'  safety  for  all  building  purposes,  where  it  is  not  required  to  harden 
'  in  water.  The  latter  it  will  not  do  so  effectually  as  the  Uouiau 
'  Cement.' 
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In  reply  to  such  observations,  1  have  assured  Mr.  White,  that 
if  he  will  lay  aside  Frost's  system  of  washing  and  drying  borrowed 
from  INI.  Vicat,  as  well  as  his  proportions,  in  which  without  know- 
ing them  precisely,  I  am  sure  that  the  chalk  predominates  too  much 
over  the  clay  ;*  in  short  if  he  will  adopt  the  process  and  proportions 
recommended  by  me  in  the  foregoing  Treatise,  that  he  cannot  fail 
to  produce  an  artificial  cement,  equal  in  efficiency  for  all  the  purposes 
of  hydraulic  as  well  as  of  common  Architecture,  to  the  best  water 
cements  of  nature.  Messrs.  Francis  inform  me  that  they  also  pro- 
pose to  make  artificial  cement  on  Frost's  principle,  since  the  dis- 
solution of  their  partnership,but  neither  they  nor  Mr.  White  appeared 
to  attach  any  importance  to  the  manufacture  of  this  sort  of  cement, 
for  they  invariably  recommended  their  customers  to  purchase  their 
natural  cement  in  preference,  though  more  expensive,  and  never  dis- 
guised their  opinion  of  the  inferiority  of  Frost's  cement.  But  as  I  think 
it  probable,  that  the  making  of  artiticial  cement  will  sooner  or  later 
become  general  in  this  country,  if  they  should  not  think  it  worth  their 
while  to  adopt  a  better  system,  some  other  manufacturers  will  sup- 
plant them  in  the  peculiar  branch  of  thtir  business  now  alluded  to,  by 
producing  an  excellent  artificial  cement,  instead  of  the  very  mid- 
dling article  made  by  them,  and  known  in  the  market  by  the  name 
of  Frost's  cement,  of  which  they  themselves,  as  1  again  repeat,  do 
not  scruple  to  admit  the  inferiority. 

On  ccmcntiiions  Architecture,  as  applicable  to  the  Construction 
of  Bridges,  by  John  White  Architect,  ^c.  ^c.  published  in  London 
in  1832. 

(xvili)  Mr.  White's  attention  appears  to  have  been  drawn  (o 
the  subject  of  cements,  in  consequence  of  having  amongst  other 
competitors  given  in  a  design  for  building  a  new  bridge  over  the 
Thames,  in  lieu  of  old  London  Bridge,  which  must  have  been  sub- 
mitted to  the  Bridge  Committee  early  in  11523,  and  afterwards  to  a 
Committee  of  the  House  of  Commons. 

The  first  mode  of  construction  suggested  by  Mr.  White  is  the  ce- 
mentitious,  which  he  defines  to  be  thatco\isistingof  small  materials  of 
almost  every  form  and  quality,  so  well  united  as  in  fact  to  approach 
to  a  perfectly  solid  congruent  body.  He  proposes  to  use  either 
Parker's  Sheppy  cement  or  Atkinson's  Yorkshire  cement,  orpuzzo- 
lana  for  this  purpose  ;  the  two  first  where  immediate  adhesion  is 
rer|uired,the  last  where  time  for  scttingcan  be  allowed.  He  observes 
that  '  none  of  these  cements  will  shrink,  they  attach  well  to  each 
'  other,  to  stone  and  to  brick,  so  that  if  the  stone  or  brickwork  i^ 

•  I  do  not  know  i\Ir.Bazley\Vhite  the  cement  manufacturers  present  propor- 
tions, nor  whether  lie  now  uses  the  brown  pit  clay  ot  Upnor  or  tlie  blue  clay  of 
the  Medway,  nor  whether  he  continues  to  employ  ochre  as  one  of  the  ingre- 
dients ;  but  the  colour  of  his  cement  certainly  approaches  much  more  nearly  to 
that  of  thenatnral  cements  than  mine,  which  is  composed  of  chalk  and  alluvial 
clay  only,  Mr.  White  junior  informed  me,  that  the  machinery  on  the  pre- 
mises being  all  adapted  to  Mr.  Frost's  system,  was  an  objection  to  any 
change,  even  for  the  better. 

b 
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'  well  set  and  fitted  in,  an  almost  homogeneous  structure  will  be 
'  obtained.  Admitting  this  to  be  the  case,  the  form  of  the  edifice 
'  itself  can  only  be  so  far  important,  as  that  it  should  afford  suflicient 
'  substance  to  be  united,  capable  of  carrying  its  own  weight,  and 
'  the  adventitious  weight,  which  public  trafiic  may  impose  upon  it, 

*  the  shape  and  size  of  the  united  materials  not  being  of  much  im- 
'  portance,  provided  they  do  not  approach  to  regular  squares,  or  that 
'  rounded  bodies  are  not  introduced  in  too  large  proportions.  Pcr- 
'  fectly  vitrified  bricks  may  be  equally  employed  with  stone,  but  not 

*  to  form  the  external  face,  which  is  supposed  to  have  a  moderately 
'  tooled  plain  worked  surface,  and  the  arch  stones  following  the 

*  curve  as  secants  to  the  circumference.' 

With  regard  to  the  stone,  he  observes  that  '  the  ccmentitious  or 

*  adhesive  bridge  may  be  of  best  Kentish  rag,  best  Dartmoor  granite, 

*  best  Aberdeen  granite,  selected  Portland  stone  or  brick  njixed,  all 
'  in  small  sizes.     The  only  essential  point  is  that  there  should  be 

*  an  uniform  external  facing  of  best  rag  or  granite,  well  united  with 
'  the  internal  materials.' 

He  also  proposed  a  bonded  bridge  of  large  stones  cut  in  the 
usual  manner,  that  has  hitherto  been  generally  adopted  for  import- 
ant bridges,  all  nicely  fitted  with  very  thin  joints,  and  ihose  of  the 
arches,  which  were  segments  of  a  circle,  all  radiating  properly,  and 
he  suggests  tiiat  the  stones  might  be  tooled  by  a  steam  engine. 

He  estimated  his  cementitious  bridge  at  £357,285,  and  his 
bonded  bridge  at  £470,750. 

J  had  not  seen  this  pamphlet,  and  consequently  was  not  aware 
of  the  above  circumstances,  when  I  adveited  to  Mr.  White's  ex- 
periments on  artificial  puzzolana,  in  Article  259,  which  were  first 
published  in  182C,  in  volume  xx  of  the  Quarterly  Journal  of 
Science,  No.  xxxix,  as  an  article,  the  Bth  of  that  number,  on 
calcareous  cements,  in  which  Mr.  White's  object  appears  to  have 
been  to  ascertain  the  comparative  adhesiveness  and  resistance  of  ce- 
ment, common  mortar,  and  puzzolana.  He  states  that  puzzolana, 
whether  foreign  or  British,  for  by  the  latter  name  he  terms  his  own 
artificial  puzzolana,*  if  reduced  to  a  very  fine  powder,  lost  consider- 
ably its  power  of  adhesion,  though  it  was  more  plastic,  lie  there- 
fore inferred  that  the  greater  the  variety  of  dimension  of  the  particles, 
the  greater  would  be  the  entanglement  of  the  asperities,  and 
conse(|uently  the  greater  the  adhesion.  Of  the  mortar  made,  it  also 
appeared  that  the  finer  the  lime  could  be  ground,  the  more  perfect 
would  be  the  combination,  and  the  harder  the  mortar  obtained  ; 
because  the  hard  particlf  s  of  puzzolana  being  in  a  state  of  actual 
contact,  no  compression  was  likely  to  take  place;  and  which  in 
fact,  upon  the  subsequent  investigations,  proved  to  be  the  case. 

•  I  have  seen  a  Paper  printed  in  1824  containing  directions  for  using 
Patent  English  Pozzolane,  but  I  do  not  know  whether  this  patent  was  taken 
out  by  Mr.  White,  who  writes  Pozzolano,  in  tlie  Pamphlets  published  under 
liis  own  name.  I  believe  that  the  proper  Italian  orthography  of  the  word 
is  furruo/a7ia,  implying  Terra,  from  the  Latin  Terra  I'uteolana,  which  I  have 
simplified  by  omittiDg  one  Bupcrlluous  letter. 
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After  this  he  observes,  in  respect  to  artificial  puzzolana,  '  that  the 
'  real  difliculty  which  existed  was  the  obtaining  a  perfect  knowledge 
'  of  the  best  state,  and  the  best  mode  of  indurating  properly  the  clay 
'  itself,  for  if  the  burning  of  the  clay  was  such  as  to  cause  vitrifica- 
'  tion,  an  imperfect  mortar  was  made.  Perfect  glass,  scoria  and 
'  pumice  stone  produced  very  inferior  mortar ;  perfect  puzzolana 

*  appeared  to  be  made  when  a  chalky  clay  was  so  indurated  by 

*  fire,  as  to  put  on  the  appearance  of  an  incipient  vitrification  only.' 

(xix)  In  his  first  experiment,  tried  on  the  9th  of  August 
1824,  a  pier  3  feet  4  inches  wide,  1  foot  10|  inches  thick,  and  5  feet  8 
inches  high,  built  one  month  before  of  hard  sound  London  burned 
stock  bricks,  and  mortar  of  1  part  ground  lime,  1|  part  sand,  and  2 
parts  rough  puzzolana,  was  elevated  by  applying  screw  jacks  on 
each  side,  course  by  course,  beginning  at  15  courses  or  3  feet  9 
inches  from  the  bottom.  This  elevation  from  its  foundation  took 
place,  without  any  separation  of  the  courses,  until  the  screw  jacks 
were  placed  2  courses  or  6  inches  from  the  top,  when  these  two 
courses  separated  from  the  remainder  of  the  pier,  which  was  then 
thrown  down,  when  it  again  separated  at  eight  courses  from  the 
foundation,  showing  that  the  middle  was  not  dry. 

In  his  second  experiment,  tried  on  the  21st  of  April  1825, 
a  pier  35  courses  of  brickwork  high,  being  6  feet  wide,  3  feet  thick, 
and  8  feet  10  inches  in  height,  built  about  9g  months  before,  of  the 
snmc  sort  of  bricks,  with  a  cement  composed  of  3  parts  of  artificial 
])uzzolana  ground  and  silted,  having  no  particles  bigger  than  one 
8lh  of  an  inch,  and  one  part  of  ground  Dorking  lime  unslaked  and 
fresh  mixed,  was  first  elevated  from  its  base  by  a  strong  chain 
grappling  it  at  nine  courses  of  brickwork  from  the  top  ;  again  in  the 
same  way  at  six  courses  from  the  top;  and  at  last  the  whole  pier 
was  suspended  by  a  set  of  lew  ises  let  into  the  middle  of  the  top  of  the 
pier,  about  15  inches  deep.  The  weight  of  the  pier  was  about  9  tons.* 

In  preparing  for  his  next  experiments,  he  had  adopted  a  sug- 
gestion of  Mr.  Brunei  and  Mr.  (now  Sir  Robert)  Smirke,  who 
were  present  on  both  the  former  occasions,  that  it  would  be  useful 
to  try  the  comparative  adhesive  properties  of  these  cements,  by 
building  other  piers  of  such  dimensions  as  might  enable  them  to  be 
laid  Ivorizontally,  and  have  weights  placed  on  them  in  the  middle  ; 
and  accordingly  9  piers  were  constructed  on  the  21st  and  23d  April, 
in  a  vertical  position,  and  of  the  following  dimensions,  viz:  6  feet 
high  and  about  14  inches  square. 

The  first  pier  (a),  consisted  of  bricks  united  by  pure  fresh 
Roman  cement,  by  which  1  believe  the  author  meant  Sheppy  cement, 
and  was  accidentally  broken  in  laying  down,  at  a  part  where  the 
cement  had  partially  set  before  adhesion  had  taken  place.  A  frag- 
ment of  this  pier  converted  into  a  beam  3  feet  6  inches  in  length, 
was  laid  on  two  supports,  as  shown  in  the  following  figure,  at  the 

•  Mr.  Brunei,  and  Sir  Robert  Smirke  were  present  at  both  of  these 
experiments.  Mr.  Matthew  Wyatt  and  Mr.  Smith,  &c,  were  also  pre- 
sent  at  the  first,  and  Sir  Thomas  Baring,  Admiral  Sir  Edward  Codrington, 
Colonel  Low  thcr,  Ur.  Chumside  and  nearly  200  spectators  at  the  second. 
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clear  distance  of  2  feet  6  inches  apart,  and  being 
carefully  loaded  over  its  center  with  weights 


added  by  half  a  hundred  at  a  time,  it  supported       .1   I.  J   L 

1232  lbs',  and  broke  down  under  1288.  'I  I     ' 

His  second  pier  (b)  was  built  with  mortar  composed  of  3  parts 
of  puzzolana  and  1  part  stone  lime,  reduced  to  putty  as  common 
mortar.  ^^  hen  this  pier  was  similarly  placed  on  the  supports  it 
broke  in  the  middle,  but  one  of  the  fragments  being  similarly  placed 
and  loaded  bore  448  lbs,  and  broke  under  504  lbs. 

The  third  pier  (c)  was  built  with  the  same  puzzolana  mortar 
as  the  former,  but  broke  in  turning  it  round. 

Tlie  fourth  pier  (u),  which  was  built  with  3  parts  of  pure  sharp 
sand  and  I  part  of  stone  lime,  broke  into  three  pieces  on  attempting 
to  lay  it  on  the  supports. 

The  fifth  and  sixth  piers  (e  and  f),  which  were  composed  of 
3  parts  of  sharp  washed  sand  and  I  part  of  chalk  lime,  crumbled 
to  pieces  on  attempting  to  place  them. 

The  seventh  pier  (G),  which  was  built  with  Atkinson's  York- 
shire cement  and  sand  in  equal  parts,  supported  500  lbs.  laid  over 
the  center  of  it,  when  supported  at  the  clear  interval  of  4  feet  be- 
tween its  bearings  ;  and  broke  under  616  lbs,  near  to  one  of  the 
supports,  in  a  place  where  it  was  found  that  the  cement  had  evi- 
dently not  adhered  equally  to  every  brick. 

The  longest  fragment,  when  tried  in  the  same  manner,  but  with 
the  clear  distance  between  its  bearings  reduced  to  3  feet,  supported 
2240  lbs,,  for  an  hour,  and  broke  under  this  weight  in  consequence 
of  a  shock  caused  by  the  breaking  of  the  nest  pier. 

The  eighth  pier  (h),  which  was  built  with  4  parts  of  puzzolana 
and  1  part  of  air  slaked  stone  lime,  broke  in  laying  down.  On  try- 
ing a  second  experiment  with  it,  as  on  the  preceding  pier,  it  bore 
016  lbs,  and  broke  in  two  pieces. 

The  whole  of  these  experiments  were  tried  on  the  12th  of  May 
of  the  same  year,  and  therefore  the  cement  and  mortars  used  were 
19  or  21  days  old  at  that  period. 

The  large  pier  before  tried  in  the  second  experiment  was  next 
examined  by  breaking  into  it  with  iron  wedges  and  sledge  hammers, 
and  splitting  it  in  two  places  transversely.  It  resisted  long,  but  it 
was  found  that  many  bricks  had  not  taken  the  mortar.  It  resisted 
still  more  when  they  split  it  longitudinally.  It  was  then  also  split 
vertically.  Mr.  \\  hile  states  that  the  mortar,  which  was  com- 
posed of  3  parts  of  artificial  puzzolana  and  1  of  Dorking  quick-lime 
powder,  and  which  was  at  that  time  ten  months  old,  was  not  yet 
completely  dry,  and  that  it  would  require  another  summer  to  give  it 
all  the  toughness  and  tenacity  it  can  acquire. 

Eight  days  afterwards,  the  fragments  of  the  piers  broken  down 
in  the  former  experiments,  were  subjected  to  a  vertical  pressure, 
at  .Mr.  Bramah's  at  Pimlico,  by  his  hydrostatic  press. 

First  trial.     The  pier  (a),  built  with  Sheppy  cement,  section 
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196  superficial  inches,  cracked  with  48960  lbs,  and  was  entirely 
destroyed  by  92160  lbs. 

Second  trial.  The  pier  (b),  built  with  3  parts  of  puzzolana  and 
1  part  of  lime,  section  180  superficial  inches,  being  overlaid  with, 
sand  at  top  escaped  compression,  so  that  the  result  was  uncertain. 

Third  trial.  A  smaller  pier,  9  inches  square,  built  of  3  parts 
of  puzzolana  and  I  part  of  ground  lime,  section  81  superficial 
inches,  was  compressed  a  very  little  with  18720  lbs,  and  entirely 
destroyed  with  24480  lbs. 

Fourth  trial.  The  pier  (g),  built  with  Atkinson's  Yorkshire 
cement  and  sand  in  equal  measures,  section  196  superficial  inches, 
was  cracked  on  two  sides  with  37440  lbs,  and  entirely  destroyed 
with  80640  lbs. 

Fifth  trial.  The  pier  (h),  built  with  4  parts  of  puzzolana  to  I 
of  lime,  section  81  superficial  inches,  cracked  with  28,800  lbs, 
fracture  increased  with  48960  lbs,  entirely  destroyed  with  51840  lbs. 

»S7.i7/i  trial.  The  pier  (c),  built  with  3  parts  of  puzzolana  to  1 
of  Dorking  lime,  section  81  superficial  inches,  was  fractured  on  one 
side  with  31680  lbs;  fracture  increased  with  43200  lbs  :  fracture 
again  increased  with  48960  lbs.  This  experiment  was  not  pursued 
till  the  pier  was  entirely  destroyed. 

Seventh  trial.  The  pier  (d),  built  of  3  parts  sand  to  1  of  stone 
lime  putty,  section  also  81  superficial  inches,  was  compressed  one 
eighth  of  an  inch,  and  cracked  with  40320  lbs  ;  and  was  fractured  in 
five  places  and  entirely  destroyed  with  46,080  lbs. 

Eighth  trial.  On  a  pier  of  Portland  stone,  14  inches  by  12 
inches  and  2  feet  7  inches  high,  section  168  superficial  inches.  A 
sudden  fracture  was  produced,  which  divided  the  stone  into  two 
pieces  in  the  center  of  the  widest  side  with  173 g  tons  or  388640  lbs. 
The  upper  end  of  the  stone  was  bedded  in  puzzolana,  which  was 
compressed  into  a  cake  of  five  eighths,  one  fifteenth  thick  in  a  wet 
state,  which  cake  remained  quite  solid  after  the  fracture  of  the  stone.* 

(xx)  Inferences  drawn  by  Mr.  White,  from  the  above  Experi- 
ments. 

First,  that  an  important  adhesion  of  brickwork  had  taken  place 
by  the  use  of  puzzolana,  sand  and  lime,  in  the  short  period  of  30  days. 

Secondly,  That  from  the  use  of  puzzolana  and  lime  in  the  pro- 
portions specified,  almost  all  the  advantages  required  from  a  good 
building  cement  were  obtained. 

Thirdly,  That  Lord  INIulgrave's  or  Atkinson's  (Yorkshire) 
cement  had,  in  the  short  space  of  23  days  produced  an  induration, 
which  was  sufficient  to  maintain  almost  any  weight  brickwork  was 
capable  of  for  openings  in  buildings.  The  eifect  probably  would 
have  been  the  same  in  Parker's,  had  the  material  not  set  before  the 

•  The  experiments  of  the  two  last  days  were  made  in  the  presence  of 
Mr.  Brunei,  Sir  Robert  Smirke,  Major-General  Sir  Alexander  Bryce,  and 
other  gentlemen,  amongst  whom  was  the  Earl  of  Soiilliampton  on  the  first 
occasion.  I  think  Mr.  White  is  right  in  stating  the  witnesses  to  his  pro- 
ceedings, which  is  always  satisfactory. 
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bricks  were  fixed  in  it.  Further,  that  puzz(.>lana  had  not  in  that 
period  produced  an  equal  adhesion,  and  that  common  morlar  had 
produced  hardly  any  ;  and  it  appears  from  tlie  splitting  of  the  large 
piers  thrown  down  on  the  21st  of  April,  that  an  increasing  indura- 
tion took  place.  This  was  erident  from  the  nearly  equal  fracture  of 
the  bricks  and  cement. 

Finally,  the  incorapressibility  of  mortar  being  one  of  its  material 
qualities,  it  results  that  Parker's,  Mulgrave's,  and  purzolana  are  so 
far  equally  useful,  that  brickwork  composed  with  them  will  bear  on 
each  superficial  foot,  before  the  bricks  will  crack,  about  23  tons,  or 
51520  lbs,  that  60  tons,  or  112000  lbs.  will  totally  crush  such 
brickwork  ;  and  that  Portland  stone  of  the  best  (juality  will  not  split 
with  less  than  173|  tons,  or  388G40  lbs,  and  that  a  bedding  or  joint 
of  puzzolana  mortar  is  not  destructible  with  that  weigbt. 

As  the  results  of  the  experiments  before  described  by  Mr. 
White,  to  ascertain  the  weights  required  for  cracking  and  for 
breaking  his  various  mortars,  appeared  to  me  too  discordant  to  ad- 
rait  of  the  inferences  he  has  drawn,  as  to  the  Sheppy  cement,  the 
Yorkshire  cement,  and  his  own  puzzolana  mortar,  being  all  equally 
useful,  and  all  capable  of  being  cracked,  and  afterwards  entirely 
destroyed  by  the  same  average  weights,  I  took  the  trouble  to  ana- 
lyze the  results  of  his  crushing  experiments  with  Bramah's  press, 
and  found  that  ihe  mean  weight,  which  cracked  or  compressed  the  two 
cement  piers  was  only  31739  lbs,  that  for  the  puzzolana  mortar  piers 
4G933  lbs,  and  that  for  the  mortar  pier  in  which  sand  and  Dorking 
lime  were  used  7 1680  lbs,  per  superficial  foot;  and  that  the  crushing 
or  totally  destroying  weight  was  for  the  cement  piers  63477  lbs,  for 
the  puzzolana  mortar  piers,  supposing  that  pier  (c)  would  have  required 
as  great  a  weight  as  (h),  75913  lbs,  and  for  the  mortar  pier 
81920  lbs,  whilst  the  breaking  weight  for  Portland  stone  was 
333120  lbs.  per  superficial  foot.  Thus  from  his  own  experiments, 
and  contrary  to  the  inferences  drawn  by  him,  it  appears  that  the  use 
of  cement  produced  the  weakest,  and  Dorking  lime  mortar  far  the 
strongest  of  his  brick  piers,  whilst  his  own  puzzolana  was  of  inter- 
mediate strength  between  these  two,  that  is  so  far  as  their  resistance 
to  a  cracking  or  crushing  weight  are  concerned.  As  these  results 
are  contrary-  to  all  the  experience  of  the  building  profession,  it  being 
well  known  liiat  brickwork  laid  in  cement  is  stronger  than  that  laid 
in  the  best  mortar,  I  am  afraid  that  Mr.  A^'hite's  experimental  piers 
must  have  suffered  from  careless  workmanship,  many  of  the  cement 
joints  being  imperfect  according  to  his  own  account,  and  those  of 
his  large  experimental  puzzolana  pier  being  also  imperfect. 

Hence  his  experiments  only  prove  the  great  inferiority  of  the 
resistance  of  good  bricks  to  that  of  Portland  stone,  and  the  great 
inferiority  of  chalk  lime  mortar  to  the  other  mortars  and  cements 
experimented  upon  by  him  ;  but  I  cannot  discover  that  they  afford 
any  proof  of  his  own  artificial  puzzolana  mortar  being  stronger  than 
that  made  of  Dorking  lime  and  sand  :  on  the  contrary,  the  only 


EXTRACTS,  &C,  FROM  MR.  GODWIN'S  ESSAY  ON  CONCRETE.   23 

apparent  superiority  of  one  of  his  puzzolana  mortar  piers  (b)  was  that 
in  falling  it  broke  into  two  pieces  instead  of  three,  which  may  have 
been  by  accident ;  but  in  comparative  resistance  it  was  far  inferior  to 
the  Dorking  or  stone-Iime-mortar  pier.  His  other  puzzolana  mortar 
pier  (c)  was  an  entire  failure.  In  fact  1  discovered  myself  after  much 
more  numerous  experiments,  that  it  was  useless  to  attempt  to  arrive 
at  the  comparative  strength  of  cements,  by  uniting  them  with  mate- 
rials of  so  very  little  resistance  as  common  bricks,  and  this  remark 
would  apply  to  Mr.  White's  experiments  also,  even  if  the  work- 
manship of  his  brickwork  had  been  perfect :  but  as  that  was  not  the 
case,  it  is  useless  to  attempt  to  deduce  any  just  conclusions  from  the 
results  of  experiments  tried  with  materials  so  badly  put  together. 

1  am  sorry  to  be  compelled  to  criticise  Mr.  White's  proceedings, 
but  it  is  essential  to  arrive  at  truth  in  a  subject  of  so  much  practical 
importance,  and  as  1  think  that  he  has  drawn  erroneous  inferences 
from  his  own  experiments,  it  would  be  false  delicacy  not  to  notice 
them.  In  one  respect  his  labours  have  been  of  great  use,  if  as  I 
suspect  they  drew  Mr.  Brunei's  attention  to  the  same  subject,  for  I 
think  it  probable  that  the  unsatisfactory  resistance  of  Mr.  White's 
brick  and  cement  piers,  experimented  upon  as  beams,  must  have  led 
Mr.  Brunei  to  increase  the  resistance  of  beams  of  this  description 
by  hoop  iron  bond,  an  improvement  of  the  sreat  importance  of  which 
I  was  not  convinced,  until  I  tried  the  same  construction  with  and 
without  it. 

Extracts  from  and  Remarks  upon  a  Prize  Essay  on  the  Nature 
and  Properties  of  Concrete,  and  its  application  to  Construction, 
up  to  the  present  Period,  by  George  Godicin  junior.  Associate 
of  the  Instituteof  British  Architects,  published  as  thefrst  Paper 
of  the  first  Volume  of  the  Transactions  of  that  Society,  1S3G. 

(xxi)  In  this  Essay,  after  stating  that  a  sort  of  concrete  was 
used  by  several  ancient  nations,  especially  by  the  Romans,  which 
they  styled  Ccemcntum,  and  afterwards  by  the  Anglo-Saxons 
and  Normans  in  this  coimtry,  as  well  as  more  recently  by  the 
Italians  who  termed  it  Smalto,  and  by  the  French  under  the  name 
of  Beton  as  described  by  Bclidor,*  Mr.  Godwin  remarks,  that  Mr. 
George  Semple  of  Dublin,  who  published  in  177(5  a  Treatise  on 
building  in  water,  appears  to  be  nearly  the  earliest  modern  English 
writer,  that  treated  of  the  construction  of  artiticial  foundations  by 
concretion. 

Upon  these  statements  it  may  be  remarked,  that  the  C<rmcntu>n 
of  the  ancient  Romans,  and  the  Belon  of  the  French  arc  not  pre- 
cisely what  we  now  understand  by  the  term  concrete,  nor  were 
they  applied  to  the  same  purpose.  They  were  composed  of  regular 
mortar  mixed  with  pebbles  or  small  broken  stones,  and  alternating 
with  thorough-bond  courses  of  wall  tiles  or  of  flat  stones  in  the 

•  To  whom  Mr.  Godwin  mi^lit  have  added  the  Moors,  for  I  liave  observed 
works  of  small  masonry  or  of  rubble  masonry  iiroiiird,  in  Spain,  Minorca 
and  .Sicily,  which  are  supposed  to  have  been  bnill  by  tlicm. 
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Roman  works,  at  raoilerale  intervals;  and  in  the  French  Bclon  as 
described  by  Btlidor,  alternating  also  with  courses  of  rnbl)le  stone 
at  smaller  intervals.  In  short  they  were  masonry  otsraall  materials, 
and  were  used,  not  for  foundations  properly  so  speaking,  but  as 
walls  :  for  when  the  Komans  built  in  this  manner,  they  prepared 
their  t'oundations  with  much  larger  stones,  and  never  commenced 
the  small  masonry  resembling  our  present  concrete,  until  they  had 
got  above  the  surface  of  the  ground,  ihat  is  in  buiUlinir  on  dry 
land*:  but  in  working  under  water,  after  driving  two  parallel  rows  of 
piles  as  a  casing,  both  the  Homans  and  after  their  example  the 
French  used  this  sort  of  small  masonry  or  Beion,  without  reference 
to  the  nature  of  the  foundation  at  all,  and  solely  in  order  to  enable 
them  to  construct  their  wall  without  being  under  the  necessity  of 
making  coti'er  dams,  and  of  pumping  out  the  water,  which  could  not 
be  dispensed  with  in  regular  masonry.  And  though  Belidor  and 
others  have  used  the  term  foundation  for  this  sort  of  work,  it  is  by 
no  means  appropriate,  being  applied  to  walls  of  uniform  profile, 
which  might  be  raised  as  high  as  18  or  20  feet  or  more,  on  both 
sides,  until  they  reached  the  surface  of  the  water,  after  which  they 
were  finished  with  regular  masonry,  carried  so  much  higher  as  the 
nature  of  the  work  might  require. 

(xxii)  In  respect  to  Mr.  George  Semple,  I  agree  with  Mr. 
Godwin  that  he  was  the  tirst  modern  English  writer,  and  what  is 
more  I  consider  him  the  first  writer  of  any  age,  who  proposed  the 
sort  of  concrete  which  recently  has  been  so  much  used  in  this  coun- 
try, for  he  recommends  grouting  a  mixture  of  gravel  and  sand,  or  a 
mixture  of  small  broken  stones  and  sand,  with  quicklime  ;  but  he  so 
far  differs  from  the  judicious  principle  now  generally  adopted,  that 
instead  of  confining  his  concrete  to  foundations  or  backing,  which 
are  either  buried  under  ground,  or  protected  in  front  by  regular 
masonry,  he  proposes  to  build  the  piers  of  bridges  or  other 
walls  with  it  under  water,  in  tide  rivers  and  on  the  coast,  at  the 
depth  of  from  IG  to  no  less  than  36  feet  at  low  water,  above  which 
level  he  finishes  with  regular  masonry,  and  in  addition  to  the  depths 
above  mentioned,  he  supposes  a  rise  of  from  10  to  20  and  even  24 
feet  more,  at  high  water  of  spring  tides,  so  that  in  one  example  the 
extreme  depth  at  that  time  of  tide  is  60  feet.  He  proposes  to  build 
these  great  concrete  walls  in  caissons  of  timber,  having  strong  bot- 
toms and  sides,  and  as  they  were  all  to  be  perpendicular,  and  as  he 
says  that  any  sort  of  lime  made  from  hard  lime  stone  would  answer 
the  purpose,  which  we  now  know  to  be  an  error;  IMr.  Semple's 
concrete  walls,  unh  ss  built  with  some  very  strong  hydraulic  lime 
such  as  the  blue  lias,  which  with  him  would  depend  upon  accident, 
would  never  set  at  all,  but  would  remain  a  soft  pulp  containing 

•  See  Arcliapologia,  vol.  iv,  pnprr  vii,  entitled  *  Remarks  on  the  Anti- 
'  quity  and  tlie  ditferciit  Modes  of  Hrick  and  Stone  Huildings  in  I'n^land, 
*  hy  Mr.  James  Essex  of  Cambridge,'  read  before  the  Society  of  Anticjiiarics, 
the  8th  of  December  17"  I. 
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a  mass  of  pebbles  and  sand,  so  feebly  united,  that  nothing  but  the 
sides  of  the  caisson  would  hold  them  together,  in  the  event  of  a 
Hood  inland,  or  of  a  storm  on  the  coast. 

Hence  it  must  be  acknowledged  that  Mr.  Semple's  ideas  are 
extremely  crude;  not  so  his  practice  ;  for  in  the  construction  of  new 
Essex  Bridge  Dublin,  he  used  regular  masonry  founded  upon  a 
piled  foundation,  after  having  cleared  out  the  water  by  proper 
cofi'er  dams.  In  short,  excepting  in  his  predilection  for  semicircular 
arches  to  the  exclusion  of  all  others,  he  then  followed  the  most 
approved  practice  of  bridge-building,  and  it  was  not  till  more  than 
twenty  years  afterwards,  when  he  published  his  Treatise  on  building 
under  water,  that  he  indulged  in  those  rash  speculations,  which  he 
never  carried  into  execution,  Nor  was  his  system  of  building 
under  water  with  concrete  ever  copied  since,  until  a  few  years  ago, 
when  IMr,  Taylor,  at  that  time  Architect  to  the  Admiralty,  employed 
it  for  the  first  time,  but  under  much  less  difficult  circumstances,  than 
tliose  contemplated  by  IVJr.  Semple,  in  the  new  wharf  wall  of  the 
Uoyal  Dock-yard  at  Woolwich,  which  was  constructed  by  Mr. 
Hanger,  under  his  direction,  but  not  until  concrete  had  previously 
been  generally  used  and  with  perfect  success,  for  the  foundations  of 
very  important  buildings,  and  for  the  backing  of  wharf  walls. 

(xxiTi)  To  return  to  Mr.  Godwin's  Essay,  he  next  remarks, 
that  when  Smeaton  examined  the  ruins  '  of  Corf  Castle,  Purbeck, 
'  at  a  time  when  he  was  actively  engaged  collecting  facts  relative  to 
'  the  strength  of  materials,  he  "  found  that  its  solidity,  as  usual  in 
'  ancient  edifices,  did  not  consist  in  having  been  built  with  large 
'  hewn  stones  throughout ;  for  the  filling  in  of  the  walls  was  of  rough 

*  rubble  and  fragments  from  the  quarries,  the  interstices  being  en- 

*  tirely  filled  up  with  mortar  that  had  undoubtedly  once  been  fluid, 
'  and  in  that  state  poured  in  ;  and  from  the  nature  of  the  component 
'  matter,  as  well  as  time,  the  whole  mass  had  become  strongly 
'  cemented  together."  The  mortar  was  composed  of  lime,  with  a 
'  considerable  admixture  of  sharp  sand  and  pebbles.' 

'  After  this,'  Mr.  Godwin  adds,  that  '  when  he  (Smeaton)  was 

*  about  to  construct  the  first  lock  on  the  River  Calder,  induced  by 

*  the  consideration  of  this  circumstance,  he  introduced  what  he  calls 

*  a  rubble  backing,  composed  of  4  parts  barrow  lime,  2  of  coarse 

*  sand,  2  of  fine  sand,  2  of  ground  rainion  (siftings  of  the  iron  stone 
'  after  calcination)  and  0  of  pebbles,  the  largest  not  exceeding  in 

*  size  a  horse  bean.     This  was  in  17<)0.' 

Smeaton  himself  describes  the  back  part  of  the  walls  of  the 
River  Calder  works  differently,  as  having  in  general  been  done  with 
rubble  or  rough  stone  from  the  quarries,  where  the  interstices  were 
large  and  open,  and  required  a  good  deal  of  matter  to  fill  them,  and 
for  this  reason  he  mixed  pebbles  with  his  mortar,  in  the  proportions 
before  described  in  the  last  quotation  from  Mr.  Godwin,  and  he 
calls  this  mixture  Pebble  Mortar.  Hence  Mr.  Godwin's  description 
of  Sraeaton's  rubble  backing  is  imperfect  and  incorrect,  for  by  omit- 
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ting  the  stones  entirely  and  noticing  the  mortar  only,  he  leaves  it  to 
be  inferred  that  the  backing  of  those  works  was  a  concrete,  whereas, 
like  the  walls  of  Corf  Castle,  which  Smeaton  professedly  copied, 
it  was  in  reality  a  rubble  masonry.* 

(xxiv)  Mr.  Godwin  next  observes  *  when  the  generic  term 
'  concrete, — derived  it  is  hardly  necessary-  to  say  from  the  Latin  word 
'  Concresco,  to  grow  together,  to  coueeaJ,  clot  or  thicken, — was  first 

*  applied  as  a  special  appellation  to  the  particular  composition  under 
'  consideration,  can  hardly  be  pointed  out,  the  transition  was  so 
'  easy  ;  but  as  this  must  have  resulted  from  the  general  and  frequent 
'  use  of  this  concretion,   the  term   perhaps  can  only  dale  from  that 

•  period,  when  its  use  became  general  and  frequent,  probably  not 

•  lone^erthan  15  or  20  years  ago.  It  is  true  that  in  ItlOO,  it  was 
'  used  by  Mr.  Kalph  \Valker  at  the  East  India  Docks,  but  at  that 

*  time  it  was  so  little  understood,  that  Mr.  Uennie  the  elder,  who 
'  was  ensased  there,  laughed  at  the  idea,  and  when  he  found  that 
'  Mr.  Walker  was  in  earnest,  declared  he  would  have  nothing  to  do 
'  wilh  the  execution  of  it.  Mr.  Walker  however  persevered,  and 
'  notwithstanding  the  natural  soil  wets  exceedingly  unefjual  and  bad, 
'  in  no  one  case  did  it  disappoint  his  expectations.' 

Having  always  understood,  that  concrete  was  first  used  in  this 
country  for  the  foundations  of  the  Penitentiary  at  Millbank  in  1817, 
and  never  having  heard  of  its  being  employed  at  the  East  India 
Docks,  as  stated  by  Mr.  Godwin  on  the  authority  of  Mr.  Macintosh, 
I  was  induced  to  inquire  into  the  fact,  and  I  find  that  Mr.  Godwin 
has  been  misinformed,  and  that  my  own  previous  impressioii  was 
correct.  Mr.  Walker  the  present  distinguished  President  of  the 
Institution  of  Civil  Engineers,  informed  me,  that  as  the  Nephew 
and  Pupil  of  the  late  Mr.  Iial|>h  ^Valker,  he  knows  that  concrete 
was  not  employed  for  the  foundations  of  the  London  Docks,  instead 
of  which  well  washed  gravel  only  was  used  for  those  foundations, 
and  I  am  not  surprised  that  Mr.  Kennie  should  have  doubted  the 
efficacy  of  this  sort  of  foundation,  for  though  a  natural  bed  of 
gravel  makes  an  excellent  fmindiition,  it  is  usually  indurated  by  some 
cementing  matter,  being  seldom  or  never  found  in  the  loose  state,  in 
which  Mr.  Ralph  Walker  used  it.  On  cutting  into  one  of  his  Dock 
walls  afterwards,  it  was  found  that  a  portion  of  the  lime,  dripping 
down  from  the  wall,  had  accidentally  converted  a  small  part  of  the 
gravel  beneath  into  concrete  towards  the  front  of  the  wall,  but  that 
in  rear,  the  gravel  was  still  quite  loose.  This  information  was  con- 
firmed by  Mr.  Henr>'  Martin  now  in  charge  of  the  A^'orks  and 
Buildings  of  the  East  India  Docks,  who  thus  expresses  himself  in 
a  letter  upon  this  subject,  now  in  my  possession,  dated  the  8th  of 
December  1837.  '  In  answer  to  your  inquiry'  respecting  the  matter 
'  contained  in  Colonel   Pasley's  letter  of  the  2d  instant,  I  have  to 

•  I  believe  that  Smeaton  u«ed  common  lime  for  the  backing  mortar,  and 
barrow  lime  only  for  the  face  mortar, of  the  River  Calder  Works,  and  in  the 
latter  be  did  not  nse  pebbles,  these  t>eing  added  merely  to  fill  np  the  large 
interstices  of  the  rubble  masonrv. 
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'  observe,  that  seeing  some  time  since  the  paper  referred  to,  1  took 

•  some  pains  to  ascertain  the  accuracy  of  the  statement  relating  to 
'  Mr.  Ualph  Walker,  and  searched  the  minute  books,  specifications, 
'  contracts  and  otiier  papers  in  the  Dock  Company's  possession, 
'  but  found  no  mention  made  of  the  circumstance.     1  then  enquired 

*  of  some  artificers,  who  assisted  to  build  the  premises.     They  re- 

*  membered  a  part  of  the  foundation  of  boundary  wall  being  formed 
'  of  gravel   washed   in   and   punned,*   but   thought   no   lime   was 

•  used.     Upon  excavating  in  several  places,  1  found  this  to  be  the 

•  case,  I  am  therefore  inclined  to  think,  that  Mr.  R,  Walker  did  not 
'  use  concrete  at  this  place,  and  am  more  convinced,  when  I  know 

*  that  there  is  not  a  single  building  put  up  by  him  at  this  place,  that 
'  have  their  foundations  not  timbered.' 

After  having  stated,  but  as  I  have  shown  erroneously,  that  con- 
crete was  used  at  the  East  India  Docks  in  1800,  Mr.  Godwin 
observes,  '  From  that  time  to  the  year  1815,  we  find  but  a  few 
'  isolated  instances  of  its  adoption.f  In  this  year  however,  if  I  am 
'  rightly  informed,  it  was  used  with  success  at  the   Penilentiary, 

•  Millbank.     The  soil  was  unstable  in  the  greatest  degree,  and  two 

*  towers  erected  with  some  attention  to  this  fact  entirely  failed  ;  they 

♦  were  taken  down,  having  split  in  several  directions,  a  body  of  con- 
'  Crete  was  introduced,  upon  which  others  were  built,  and  they  stand 
'  well  to  this  time.' 

(xxv)  This  statement  also  is  not  quite  accurate,  ^o  concrete 
was  used  in  England  until  the  year  1817,  by  Sir  Robert  Smirke, 
who  was  called  in  and  appointed  Architect  to  the  Penitentiary,  in 
consequence  of  the  failure  of  the  two  first  pentagons,  previously 
built  by  another  Architect,  who  used  the  same  sort  of  foundation 
adopted  by  Mr.  Ralph  Walker  at  the  East  India  Docks,  namely 
loose  wet  gravel,  which  giving  way  as  stated  by  Mr.  Godwin,  this 
gentleman  was  superseded  by  the  then  Lords  of  His  Majesty's 
Treasury.  1  have  ascertained  on  inquiry,  that  the  chief  cause  of 
the  failure  of  the  gravel  was  an  error  in  judgment  on  the  part  of  the 
Architect,  in  not  extending  it  to  a  sufficient  distance  beyond  the  ex- 
ternal walls  of  those  pentagons,  which  stood  on  the  very  edge  of  it, 
so  that  these  walls  only  gave  way,  for  the  internal  walls  resting  on 
the  center  of  the  gravel  foundation,  which  was  laid  over  the  whole 
area,  afterwards  covered  by  each  of  those  pentagonal  buildings, 
showed  no  symptoms  of  failure.  The  foundations  of  another  part 
of  the  Penitentiary,  built  previously  to  the  employment  of  Sir 
Robert  Smirke,  also  failed.  This  was  the  Porter's  Lodge  or  entrance, 
which  was  founded  upon  piles  that  became  rotten  in  a  few  years 

•  A  technical  expression  by  which  they  meant  rammed. 

t  The  only  isolated  instance  mentioned  by  Mr.  Godwin  is  in  a  note,  in 
which  he  states  that  '  a  concrete  of  Kentish  rag  stone  and  liquid  mortar 
'  was  placed  between  the  heads  of  the  piles  on  which  Waterloo  Bri«lpe  was 
'  built,  in  1811.'  Ihis  docs  not  appear  to  me  to  come  under  the  proper  defini- 
tion of  concrete,  certainly  not  of  a  concrete  foundation, 
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afterwards,  as  I  bad  an  oppoituiiity  of  observing,  when  they  were 
removed  and  a  concrete  foundation  introduced. 

Thus  the  merit  of  first  successfully  and  judiciously  applying 
concrete,  on  a  great  scale  and  with  perfect  success,  to  the  foundations 
of  an  extensive  and  important  public  building,  on  the  very  worst 
description  of  soil,  for  the  Penitentiary  was  built  on  soft  alluvial 
mud  mixed  with  peat,  is  due  to  Sir  Robert  Smirke,  who  neither  took 
the  hint  from  the  Roman  Cxraentum  or  French  Beton,  nor  from 
Mr.  George  Semple,  but  from  a  fact  mentioned  to  him  in  conversa- 
tion by  the  late  Mr.  Rennie,  of  part  of  the  gravelly  bed  of  the  River 
Thames  having  been  converted  into  a  sort  of  concrete,  by  the  acci- 
dental sinking  of  a  barge  full  of  lime  during  the  period  occupied  by 
the  erection  of  that  bridge,  which  was  a  much  more  convincing 
proof  of  the  probable  advantages  of  this  hitherto  untried  expedient, 
than  the  similar  observation  made  by  Mr.  Semple  on  taking  up  the 
foundations  of  old  Essex  Bridge  at  Dublin  in  1753,  when  he  ob- 
serves '  that  the  bed  of  sharp  gravel  on  which  the  piers  had  been 
'  built  was  actually  petrified  seemingly  into  a  close  solid  stone,  by 
'  the  small  quantities  of  the  petrifying  qualities  of  the  lime,  that  had 
'  sunk  down  into  it  in  about  70  years,  but  principally  since  erecting 
'  the  eflSgy  (a  statue  of  George  the  1st)  in  17'22.'  I  have  before 
mentioned  that  this  circumstance  induced  Mr.  Semple  to  recommend 
the  extensive  use  of  concrete,  but  in  a  less  judicious  manner,  than 
was  afterwards  adopted  by  Sir  Robert  Smirke,  without  reference  to 
the  contents  of  Mr.  Semple's  Treatise,  which  never  led  to  any 
practical  results,  as  it  might  perhaps  have  done,  had  his  projects  for 
the  application  of  it  been  less  extravagant,  some  of  them  being  not 
merely  injudicious,  but  chimerical. 

Having  myself  watched  the  progress  of  Practical  Architecture 
in  the  south  of  England  for  many  years  past  with  attention,  1  was 
particularly  struck  by  the  great  importance  of  the  recent  improvement 
of  using  a  mass  of  concrete  for  foundations,  in  soft  soil,  in  which  the 
precarious  and  expensive  expedient  of  piling  would  formerly  have 
been  deemed  indispensable,  and  1  never  heard  it  ascribed  to  any 
other  person  than  to  Sir  Robert  Smirke,  until  I  read  Mr.  Godwin's 
elaborate  Essay  on  the  subject  of  concrete,  in  which  the  name  of 
that  eminent  Architect  is  not  even  mentioned,  though  in  his  very  first 
attempt  he  used  it  at  the  Penitentiary  in  a  manner,  that  has  since 
been  generally  copied,  both  in  the  pro[)ortions  of  the  ingredients  and 
in  the  mode  of  using  them  ;  and  which  1  do  not  think  has  been  im- 
proved upon  by  those  who  have  deviated  from  his  example.  The 
only  thing  we  do  not  owe  to  him  is  the  terra  Cuncrete,  which  is  cert- 
ainly more  applicable  than  the  phrases,  Grouting  and  Grouted 
I'oundatlous,  which  he  himself  at  first  made  use  of. 

I  shall  conclude  by  remarking,  that  all  my  own  Observations  on 
Concrete,  as  contained  in  the  first  sheets  of  the  foregoing  treatise, 
were  actually  printed  before  Mr.  Godwin's  Essay  made  its  appear- 
ance ;  and  though  his  opinions  in  some  points  will  be  found  to  differ 
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from  mine,  I  abstain  from  entering  into  any  discussion  relating  to 
them ;  but  in  respect  to  several  of  his  statements  as  to  matters  of  fact, 
on  which  the  well  merited  reputation  of  such  men  as  Smeaton  and 
Sir  Robert  Smirke  may  in  some  measure  depend,*  I  thought  it  de- 
sirable to  point  out  those  inaccuracies,  into  which  Mr.  Godwin  has 
been  led,  from  too  hasty  a  perusal  of  the  writings  of  the  former,  and 
from  want  of  correct  information  as  to  the  practical  operations  of  the 
latter,  and  of  some  of  his  cotemporaries. 

(xxvi)  In  Appendix  A,  to  Mr.  Godwin's  Essay,  extracts  are 
given  from  the  specification  of  Mr.  Abraham,  containing  his  rules 
for  making  the  concrete  foundations  of  the  new  Bridewell,  Westmin- 
ster, which  appear  extremely  judicious;  and  in  one  precaution  per- 
fectly original.  I  allude  to  his  having  required  the  contractors  to  sink 
an  engine  well  6  feet  in  diameter  near  the  middle  of  the  ground,  or 
where  directed  by  the  Architect,  for  the  purpose  of  draining  the 
water  from  the  foundations,  whilst  the  same  are  being  put  in,  and 
keeping  the  water  from  the  concrete  until  the  same  is  perfectly  con- 
solidated. By  means  of  this  well,  the  water  was  to  be  drained 
from  the  sites  of  the  buildings  and  boundary  wall,  to  the  depth  of  at 
least  5  feet  below  the  bottom  of  the  concrete  under  the  boundary 
wall,  or  16  feet  6  inches  below  the  highest  tide  level.  From  my 
own  experiments,  I  am  persuaded  that  this  precaution  could  not 
fail  to  insure  the  object  in  view,  of  consolidating  the  concrete  more 
quickly  and  eftectually,  than  if  it  had  been  left  in  a  wet  state  :  but 
at  the  same  time  I  should  not  pronounce  it  to  be  a  thing  absolutely 
necessary,  because  even  the  loose  gravel  first  used  for  foundations 
by  Mr.  Kalph  Walker,  if  confined  at  the  sides,  which  was  not  the  case 
in  the  foundations  of  the  two  first  pentagons  of  the  Penitentiary,  is 
incompressible  when  thoroughly  wetted;  which  fact  no  doubt  Mr. 
Walker  must  have  known,  and  which  has  recently  been  confirmed 
by  my  own  experiments;  and  therefore  such  gravel  must  sink  equally. 
Hence  a  moderate  proportion  of  lime  slaked  with  water,  just  suffi- 
cient to  fill  the  interstices  of  clean  gravel  and  sand,  and  to  change 
this  incompressible  mass  from  a  loose  into  a  solid  state,  cannot  fail 
to  form  an  efficient  foundation,  whether  it  set  quickly  or  slowly, 
whether  into  a  moderately  hard,  or  into  a  very  hard,  substance. 

*  In  a  lithographed  Treatise  on  Practical  Architecture,  written  for  the 
use  of  the  Junior  Officers  of  the  Corps  of  Koyal  Engineers  in  1826,  of  which 
I  sent  copies  not  only  to  the  Commanding  Engineers  at  all  the  Stations  of  the 
thorps,  hut  also  to  several  Architects  and  Uuilders,  and  to  my  excellent  friend 
the  late  Mr. Telford,  requesting  them  to  favour  me  with  their  opinion  and 
remarks,  I  ascribed  the  first  introduction  of  the  use  of  concrete  to  Sir 
Robert  Smirke.  If  I  had  been  wrong,  Mr. Telford  would  have  corrected 
me,  as  he  always  watched  the  progress  of  professional  improvement.  In  his 
own  writings,  all  of  subsecpient  date  to  the  East  India  Docks,  but  of  prior 
date  to  the  building  of  the  Penitentiary,  namely  the  articles  Bridge,  Civil 
Architecture,  and  Navigation  Inland,  in  the  Edinburgh  Encyclopasdia,  he 
does  not  even  mention  concrete  at  all,  though  he  afterwards  used  it  himself 
at  the  St.  Catherine's  Docks ;  and  I  am  not  aware  that  it  ever  was  mentioned 
by  any  recent  author  on  Civil  Engineering  or  Architecture,  prior  to  1817. 
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Of  the  Foundation  of  the  Aorth  Storehouse  on  the  Anchor 
Wharf,  Chatham  Dock-yard^  which  was  underpinned  tcith  Con- 
crete bif  Mr.  Ranger  in  IS34,  under  the  direction  of  Mr.  Taylor. 

(XXVI i)  This  operation  has  been  described  by  Mr.  Taylor  in 
the  first  volume  of  the  Institute  of  British  Architects,  of  which  he 
is  a  fellow,  and  at  the  time  it  was  going  on,  I  inspected  the  work 
occasionally,  without  any  great  attention,  but  sufficient  to  satisfy 
me  of  the  correctness  of  his  description  of  the  mode  of  proceeding. 
Two  extensive  storehouses,  built  in  the  same  alinemeut,  occupy 
almost  the  whole  length  of  the  Anchor  Wharf  in  Chatham  Dock- 
yard, and  were  nearly  similar  to  each  other  in  most  respects, 
when  first  built,  excepting  in  their  foundations,  one  of  which  has 
remained  perfect,  whilst  the  limber  of  the  other  having  decayed,  a 
complete  derangement  of  the  walls  and  floors  was  the  consequence, 
.after  which  Mr.  Taylor  caused  part  of  the  front  wall  near  the  S.  \V. 
angle*  to  be  pulled  down  and  rebuilt  on  a  new  foundation  of  con- 
crete, and  at  the  same  time  the  whole  of  the  rest  of  the  foundations 
were  underpinned  with  concrete,  as  before-mentioned.  This  store- 
house is  the  most  northerly  of  the  two,  and  is  described  by  Mr. 
Taylor  as  being  540  feet  long,  50  feet  wide,  and  5  stories  hiyh, 
which  is  the  casein  the  center  and  near  the  ends,  but  in  other  parts 
it  is  only  4  stories  high.  Towards  the  North  end  of  this  storehouse, 
there  are  vaults  under  the  ground  floor,  and  at  this  end  the  louuda- 
tion  rested  on  planks  and  sleepers  supported  by  piles.  In  other 
parts  it  rested  on  transverse  planks,  with  sleepers  below  them  of  very 
large  scantling,  laid  alternately  in  longitudinal  and  transverse 
courses,  and  Sir.  Taylor  particularly  mentions,  that  in  one  part  there 
were  no  less  than  nine  feet  of  timber  heaped  up  in  this  preposterous 
manner,  and  I  suspect  that  excepting  where  piles  had  been  driven, 
this  timber  foundation  was  bedded  on  the  chalk,  the  surfate  of  which 
is  said  to  have  been  in  a  shelving  or  sloping  form,  and  consequently 
required  unequal  thicknesses  of  timber  in  different  parts,  to  prepare 
it  for  the  brickwork.  In  the  section,  which  Mr.  Taylor  has  given 
to  illustrate  his  mode  of  underpinning  the  foundation,  four  courses 
of  large  timber  and  one  course  of  transverse  planks  are  shown  below 
the  brick  footings  of  the  wall,  which  at  that  part  appear  only  to 
have  been  about  4  or  5  feet  distant  from  the  solid  chalk.  Since  the 
recent  settlements  in  the  new  concrete  foundation,  which  gave  this 
building  a  sort  of  interest  with  me,  that  I  did  not  attach  to  it 
before,  1  inquired  into  what  circumstances  could  have  caused  such 
an  injudicious  construction  to  be  adopted,  and  having  ascertained, 
that  one  of  these  two  storehouses  was  built  by  Messrs.  Nicholson 
and  Co.  of  Rochester,  I  called  on  Mr.  Nicholson,  who  informed  me, 
that  the  first  storehouse,  of  which  the  foundation  is  still  perfect,  was 

•  Which  in  Mr.  Taylor's  paper  is  called  the  N.W.  angle  by  mistake,  for 
the  Anchor  Wharf  lies  more  nearly  North  and  South,  than  East  and  West. 
The  two  storehouses  are  of  the  same  height,  and  apparently  of  the  same 
elevation,  though  the  South  Storehouse  is  much  longer  than  the  other,  and 
somewhat  narrower,  but  the  difference  does  not  strike  the  eye  of  a  person  in 
the  Dock-yard. 
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built  byiiis  Father  and  IVIr.  Martyr  of  Greenwich  as  Contractors,* 
under  the  directions  of  an  Architect,  who  very  judiciously  recjuired 
the  foundations  of  all  the  walls  to  be  carried  down  to  the  solid  chalk 
below,  not  however  without  using  some  transverse  sleepers  and 
longitudinal  chain  bond  timbers,  according  to  the  custom  of  that 
day,  but  at  such  intervals  apart,  that  their  decay  could  not  injure 
the  stability  of  the  walls. 

(xxviii)  The  construction  of  the  second  storehouse,  which  is 
said  to  have  been  finished  in  1708,  and  which  was  intended  to 
be  nearly  a  fac  simile  of  the  former,  was  intrusted  to  the  superin- 
tendence of  the  Master-Shipwright  of  the  Dock-yard,  who  instead 
of  going  down  to  the  solid  chalk,  built  his  brick  footings  upon  those 
extraordinary  masses  of  woodwork,  that  have  been  described,  which 
being  composed  of  very  large  old  well  seasoned  oak  ship  timber,  he 
considered  proof  against  all  future  decay.  The  result  however  proved 
his  anticipation  to  be  erroneous,  for  when  Mr.  Taylor  caused  these 
timbers  to  be  removed,  the  whole  of  them  were  rotten,  except  the 
under  part  of  the  piles,  which  having  been  continually  wet,  were  in 
a  sound  state,  and  therefore  he  allowed  them  to  remain. 

(xxix)  Another  error  of  judgment,  or  at  least  what  appears  to 
me  to  be  such,  though  by  no  means  unprecedented,  was  committed 
in  the  construction  ot  this  storehouse. f  The  tiers  of  story  posts, 
which  assisted  in  supporting  the  girders,  were  Rot  all  placed  ver- 
tically over  each  other.  For  in  the  ground  floor,  there  were  3  story 
posts  to  each  girder,  whereas  there  were  only  2  to  each  girder  of 
all  the  upper  floors.  Hence  three  and  in  some  parts  four  tiers  of 
story  posts  of  the  upper  floors,  had  a  false  bearing,  resting  on  the 
middle  of  the  unsupported  parts  of  the  girders  over  the  ground  floor, 
in  consequence  of  which,  as  these  girders  were  giving  way,  it  became 
necessary  to  introduce  a  great  number  of  additional  posts,  to  prop 
them  up. 

I  am  informed  that  the  lower  story  posts  rested  on  blocks  of  stone, 
and  these  may  probably  have  had  a  bearing  on  the  solid  chalk,  for 
the  story  posts  have  not  settled  like  the  walls,  some  of  the  girders 
which  must  originally  have  been  placed  on  a  horizontal  level,  or  with 
a  very  moderate  camber,  being  now  7  inches  lower  at  the  ends  than 
in  the  middle,  so  that  they  hare  a  strangely  curved  appearance, 
which  has  given  to  the  floors  in  some  parts  a  greater  convexity  than 
is  usual  in  the  decks  of  a  ship;  but  at  the  south  end  in  particular, 
owing  to  the  settling  of  the  end  wall,  the  drooping  of  the  floor  is 
very  extraordinary,  and  its  level  altogether  irregular.  Moreover 
whilst  the  wull  plates  have  settled  along  with  the  walls  in  which 
they  are  imbedded,  they  have  parted  company  with  the  ends  of  many 
of  the  girders,  which  remain  unsuppoited,  excepting  by  the  story 

•  Tlioy  tinislied  this  storehouse  iu  1783,  before  Mr.  Baker  entered  into 
partncrsliip  with  ilicm,  after  which  they  erected  another  large  building  in 
tlie  same  Dock-yard,  of  which  the  foundations  arc  also  perfect. 

t  The  story  posts  of  the  adjacent  storehouse  are  disposed  in  the  same 
irregular  maouer,  but  neither  they  nor  the  girders  have  given  way  in  couse* 
queuce. 
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posts  before  nientiontd,  so  that  whilst  some  of  the  ends  of  the 
girders  have  descended  so  far,  that  they  still  remain  in  contact  with 
the  wall  plates,  upon  which  they  all  originally  rested,  others  stand  at 
various  heights  from  1  sixteenth  of  an  inch  to  at  least  oh  inches 
above  theni,  and  these  separations  are  quite  irregular,  the  ends  of  the 
girders  not  having  likethe  wall  plates  preserved  any  general  uniformity 
of  level. 

(xxx)  It  is  a  great  pity  that  the  vacant  spaces  alluded  to,  under 
the  ends  of  the  girders,  had  not  been  all  filled  in  immediately  after 
the  walls  were  underpinned,  or  that  some  record  had  not  been  kept 
of  their  state  at  that  period,  which  would  have  enabled  us  to  judge, 
what  proportion  of  these  separations  took  place  before,  and  how 
much  after  that  operation.  At  present,  this  is  involved  in  great  un- 
certainty, and  but  for  the  new  cracks  in  the  walls,  and  partial  dis- 
placement of  the  new  arch  bricks,  which  can  neither  be  mistaken 
nor  disputed,  as  being  proofs  of  recent  settlement,  it  might  be 
supposed  that  no  such  process  had  taken  place  at  all,  since  the  con- 
crete was  put  in  ;  for  in  the  absence  of  precise  details,  iMr.  Taylor's 
description  of  the  separations  of  the  girders  and  wall  plates  at  the 
period,  when  he  first  resolved  to  underpin  the  walls,  might  apply 
equally  well  to  their  present  state. 

The  opinion  staled  by  me,  that  the  whole  of  the  walls  have  settled  at 
least  2inches,  since  that  period,  isdeducedfrom  observing  that  in  some 
parts  of  the  walls,  between  those  girders  which  have  been  abandoned 
by  (he  wall  plates,  spaces  of  rather  more  than  2  inches  in  height  of 
red  brickwork  have  become  visible,  immediately  undei  the  floors  sup- 
ported by  the  ends  of  those  girders.  This  proves  beyond  the  shadow 
of  doubt,  that  in  those  particular  parts,  the  floor  supported  by 
those  hanging-  girders  has  retained  its  original  position,  or  nearly  so, 
whilst  the  walls  have  sunk  down  since  they  were  last  whitewashed  ; 
for  the  men  employed  in  that  operation  ran  their  brushes  into  every 
part  that  was  accessible  ;  and  whitewashed  the  whole  inside  of  the 
walls  from  floor  to  floor,  which  was  done  in  1833,  partly  by  brick- 
layers of  the  Dock-yard,  paid  by  the  day,  and  partly  by  convicts, 
just  one  year  before  the  underpinning  of  the  walls  was  finished. 
Hence  I  consider  it  proved,  that  a  settlement  of  rather  more  than  2 
inches  has  taken  place  since  that  whitewashing,  of  which  settlement 
it  seems  reasonable  to  suppose  the  greater  portion,  if  not  the  whole, 
to  be  of  subsequent  date  to  the  underpinning,  because  the  Master- 
bricklayer  and  his  workmen,  who  repaired  all  the  defective  parts  in 
the  inside  of  the  building,  and  washed  them  with  Mailing  lime  imme- 
diately after  that  operation,  assure  me  that  they  do  not  recollect 
having  seen  any  of  those  patches  of  red  brickwork,  at  that  period, 
which  they  have  observed  since  in  going  round  the  storehouse. 

1  fear  that  many  of  my  readrirs  will  consider  the  mention  of  these  de- 
tails as  unnecessarily  prolix,  but  the  question,  as  to  the  merifsof  Messrs. 
Taylor  and  Hanger's  mode  of  underpinning  defective  foundations 
with  concrete  alone,  is  of  great  practical  importance  to  all  Architects 
and  Engineers,  and  to  the  public  Service  generally  ;  and  if  I  had 
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inertly  expressed  my  opinion,  that  their  mode  of  proceeding  was  an 
imperfect  one,  the  assertion  that  it  had  failed,  might  be  met  by  a 
counter-^issertion  to  the  contrary,  unless  I  had  also  stated  the 
grounds  upon  which  1  had  formed  that  opinion,  and  shown  thai  I 
had  taken  every  pains  to  investigate  the  subject,  which  I  did  by- 
personal  reference  to  the  Foreman  and  Labourers  in  charge  of  the 
store,  as  well  as  to  the  Master  Bricklayer,  and  to  several  of  the  mea 
who  had  been  employed  under  him,  in  the  pointing  and  special 
washing  of  all  the  repaired  parts  with  Hailing  lime.  The  whole  of 
these  persons  are  unanimous  in  their  opinion  as  to  the  new  cracks 
which  have  appeared  since  this  special  whitewashing,  but  in  respect 
to  the  general  settlement  as  proved  by  the  red  hrickwork  coming  to 
light,  they  cannot  vouch  for  the  precise  period,  at  which  this  red 
brickwork  first  made  its  appearance. 

(xxxi)  After  describing  the  alarming  state  of  the  building  in 
1834,  when  it  was  generally  considered  so  bad,  that  nothing  short  of 
pulling  it  down  and  rebuilding  it  would  do,  Mr.  Taylor  states,  that  in 
order  to  avoid  the  immense  cost  of  this  arrangement,  which  was  esti- 
mated at  £70,000,  exclusive  of  the  additional  expense  of  removing 
the  stores,  &c,  he  recommended  that  it  should  be  underpinned,  and 
that  his  first  impression  was  to  adopt  the  system  so  successfully  used 
at  the  Custom-house  under  the  direction  of  Sir  Hobert  Smirke  by 
Messrs.  Baker  ;  and  that  after  having  received  directions  to  obtain 
their  tern)s  for  executing  it  according  to  this  system,  and  having 
opened  the  ground  in  several  places  to  discover  the  nature  of  the 
foundations  and  their  state,  in  order  to  form  the  necessary  calculation 
of  the  cost,  Mr.  Baker  gave  in  a  tender  for  these  works  of  £8800. 
He  farther  states,  that  as  it  had  occurred  to  him,  that  a  large  portion 
of  the  expense  consisting  of  3  or  4  feet  of  brickwork  in  cement, 
according  to  Sir  Robert  Smirke's  system,  might  be  saved,  by  press- 
ing the  concrete,  by  means  of  strong  screws,  up  to  the  under  side  of 
the  old  wall,  he  suggested  this  expedient  to  Mr.  Baker,  who  de- 
clined to  do  it,  as  he  did  not  consider  that  the  building  could  be 
made  secure  in  that  manner. 

Ihe  sum  demanded  by  Mr.  Baker  for  underpinning  the  wall 
according  to  the  same  system  adopted  at  the  Custom-house  appearing 
to  the  Admiralty  Board  very  large,  Mr.  Taylor  adds  that  he  was 
directed  to  obtain  terms  from  some  one  who  would  undertake  to 
adopt  the  method  of  screwing  up  ;  and  consequently  Mr.  Ranger 
was  applied  to,  who  he  says  executed  the  work  in  much  less  time 
than  had  been  proposed  by  Mr.  Baker,  and  for  a  sum  not  exceeding 
one  half  of  his  estimate. 

The  event  has  proved  that  Mr.  Baker  was  correct  in  his  objections 
to  this  mode  of  underpinning  the  storehouse,  which  I  heard  him  ex- 
press at  the  time  ;  but  it  did  not  strike  me,  that  his  apprehensions 
were  likely  to  be  so  soon  verified. 

(xxxii).     Of  the  Metallic  Cement. 

Messrs.  Benson  and  Co.  proprietors  of  copper  works,  have 
recently  proposed  a  substance  to  be  used  like  puzzolana  for  im- 

c 
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proving  lime,  namely  tbeir  coppr-r  slrtf,  which  is  usually  in  a  coarse 
state  like  sand,  and  which  was  tornioily  always  thrown  away;  until 
they  used  it  in  erecting  a  small  building;  attached  to  their  works, 
which  they  did  merely  in  consequence  uf  their  common  sand  being 
expended,  and  in  consideration  of  this  budding  being  of  little  im- 
portance. Tlie  mixture  of  this  iu::redieut  w  ith  lime  produced  a  mortar 
of  such  very  superior  quality,  that  they  were  induced  to  ofler  their 
copper  slag  for  sale  in  the  London  ma;ket,  at  the  premises  of 
Mes>rs.  Howard  &  Co,  Finsbury  >Vharf,  City  Road,  under  the 
title  of  Metallic  Cement,  which  the  workmeu  of  the  Metropolis 
have  abbreviated  into  Metallic. 

Mr.  Trou;:hton  their  agent  gave  me  some  specimens  of  mortar 
and  of  concreie,  each  made  of  Aberthaw  lime  and  metallic  cement 
mixed  with  sand  and  with  Thames  ballast,  which  were  extremely 
hard,  together  with  some  of  the  raw  material  in  the  foruj  of  rather 
coarse  sand,  Mhich  it  was  my  intention  to  have  experimented  upon  ; 
and  1  am  sorry  that  I  did  not  try  it  in  suflicient  time  for  the  present 
Treatise;  for  as  a  substance  oiily  useful  in  cond)ination  with  lime, 
it  may  fairly  claim  a  place  in  a  woik  on  calcareous  cements.  1 
shall  however  report  on  its  character  from  the  best  authority. 

Sir  Ikobert  Siuirke,  who  to  my  knowledge  has  always  been 
anxious  to  try  every  promising  expetliL-nt  held  out  as  an  improve- 
ment in  Practical  Architectuie,  whicli  he  has  usually  done  in  the 
first  instance  on  a  sn.all  scale  and  at  his  own  expense,  before  he 
would  recommend  it  f(»r  any  public  or  private  building,  of  which  he 
was  the  Architect,  first  used  th»;  metallic  cement  with  lime  and 
sand,  in  stuccoing  sonie  of  the  offices  at  his  countn.'  seat  at  Stan- 
more,  in  llio"2  or  1833,  and  afterwards  he  permitted  it  to  be  used  as 
a  less  «»xpensive  material,  instead  ot  mastic,  in  the  fronts  of  some  of 
the  bowses  of  the  new  ajiproaches  to  London  Bridge,  at  the  request 
of  the  persons  about  to  build  there,  who  were  required,  in  so  doing, 
to  adhere  to  the  elevations  and  specification  prescribed  by  him,  as 
the  .Architect  of  those  new  Streets.  The  fiist  trials  of  it,  both 
at  his  own  house  and  in  some  houses  in  King  ^Viiliam  Street,  in 
which  the  work  was  executed  by  Mr.  Bellman,  a  plasterer  of 
reputation,  gave  him  great  satisfaction,  as  it  proved  considerably 
harder,  than  the  stn.co  composed  of  the  same  lime,  which  was 
usually  blue  lias  mixed  witli  sand  alone,  would  have  been.  Messrs. 
Baker  have  also  informed  me,  that  the  stucco  composed  of 
1  measure  of  Rosehill  or  of  blue  lias  lime,  mixed  with  one  uieasure 
of  metallic  cen.ent  and  1  measure  of  clean  sharp  sand,  which  they 
have  used  at  various  times,  has  also  evinced  the  same  sort  of 
superiority.  But  Sir  Robert  Smirke  added,  that  more  recently  he 
thought  it  prudent  to  cease  from  recommending  or  permitting 
the  usf  of  the  metallic  cement,  in  consequence  of  the  stucco  of 
several  buildm^^s  done  with  it  having  failed,  especially  at  and  near 
Fenning's  Wharf,  where  it  cracked  or  peeled  oft",  in  an  unseemly 
maooer,  in  about  two  years  after  it  bad  been  appUed.     On  inquiry 


OF  METALLIC  CEMENT  AND  MASTIC.  35 

into  the  circumstances,  he  found  that  it  had  been  generally  com- 
plained of,  by  the  operative  plasterers,  paid  by  taskwork,  in  con- 
sequence of  its  requiring  much  more  labour  to  apply  it  properly, 
than  is  necessary  either  in  la\ing  on  lime  stucco  without  this  ingre- 
dient, or  cement  stucco.  In  order  to  remove  this  inconvenience, 
and  in  short  to  please  the  workmen,  a  proportion  of  plaster  had 
been  mixed  wilh  the  copper  slag,  which  mixture,  though  it  had 
effected  the  object  in  view,  deprived  the  stucco  of  that  strength  and 
durabihty,  which  the  copper  slag  appears  to  possess  when  mixed 
with  lime  and  sand  alone.  IMr.  Troughton  had  previously  communi- 
cated to  me  the  results  of  several  experiments,  each  tried  with  1  mea- 
sure of  copper  slag  mixed  with  from  1  to  3  measures  of  blue  lias  lime, 
of  iMerstham  (equivalent  to  Dorking)  lime,  and  of  chalk  lime,  both 
with  and  without  sand,  and  all  npplicd  to  brickwork  both  as  stucco 
and  as  mortar,  of  which  the  mixture  of  blue  lias  and  of  copper 
slag  in  equal  measures  was  found  to  be  the  strongest ;  and  he 
assured  me  that  the  mixtures  of  the  blue  lias  and  iMerstham  limes 
with  copper  sing  evinced  much  greater  adhesiveness,  than  T  consi- 
der the  best  mortars  of  the  same  limes  to  possess  ;  but  they  all 
appear  to  have  set  much  more  sIonaIv  than  cement,  for  in  sticking 
out  bricks  fioni  a  wall  by  them,  thoui,h  the  results,  as  reported  by 
him,  were  such  as  would  not  be  unsatisfactory  even  in  cement  of  a 
fair  marketable  quality,  it  was  necessary  to  support  the  bricks  by 
planks,  for  what  period  he  did  not  mention,  but  I  suspect  for  seve- 
ral months;  and  so  indispensable  was  this  sort  of  aid,  that  he 
admitted  that  those  cemented  by  the  most  promising  of  his  expe- 
rimental mixtures  broke  down,  in  consequence  of  the  plank  being 
deranged.* 

Upon  the  whole  I  have  no  doubt,  that  by  substituting  a  propor- 
tion of  copper  slag,  instead  of  part  of  the  sand  usually  employed  in 
making  mortar  or  stucco,  with  the  blue  lias,  Doiking  or  IMerstham 
limes,  that  superior  hardness  and  adhesiveness  will  be  obtained; 
but  at  a  greater  expense,  partly  because  this  materiel  is  dearer  than 
the  best  sand,  and  partly  because,  as  Sir  Robert  Smirke  informed 
me,  it  requires  more  labour  in  the  manipulation  to  execute  the  work 
properly;  but  no  experiments  have  yet  been  brought  forward  to 
prove,  that  its  efficiency  for  the  purposes  of  Hydraulic  Architecture 
is  equal  to  that  of  puzzolana,  which  communicates  water-setting 
properties  to  common  chalk  lime. 

(XXXIII)      Of  Hiitnelin's  Patent  Mastic  Cement. 

This  very  ingenious  composition,  which  forms  an  excellent 
stucco,  shall  be  noticed  here,  though  invented  by  a  Frenchman,  in 

•  Two  bricks  were  fixed  to  a  wall,  by  joints  of  Slieppy  or  Harwich 
cement,  to  which  7  others  were  attarhed  by  the  mixtures  6f  blue  lias  or  of 
IMerstham  lime  with  copper  slag,  and  all  supported  by  a  strong  plank  as 
aforesaid,  until  the  time  of  trial,  after  wJiich  each  of  these  little  piers  pro- 
jecting horizontally  was  loaded  with  bricks  piled  up  vertically  upon  the  ex- 
treme end  of  it,  until  it  broke  down.  When  thus  loaded,  the  brickwork 
projecting  from  the  wall  had  the  appearance  of  the  capital  letter  L. 

c   1 
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consequence  of  its  having  been  frequently  used  in  England,  as  for 
example,  for  the  fronts  of  the  United  Service  Club  Pall  Mall,  and 
of  many  other  buildings.  I  first  saw  the  preparation  of  it  at  Messrs. 
Francis  and  Co.'s  Nine  Elms  Vauxhall,  who  informed  roe  that  it 
consistod  of  litharge  or  red  lead,  mixed  with  calcined  and  pulverized 
flints,  and  with  the  dust  of  Caen,  Bath  or  I*ortland  stone,  forming 
a  dry  mixture,  which  they  sold  under  the  name  of  Mastic  Powder. 

In  preparing  it  for  use,  it  must  be  mixed  with  old  raw  linseed 
oil,  well  incorporated  together,  turned  over  with  a  shovel  and 
trodden  or  beaten  down,  in  a  trough  or  box,  until  the  powder  shall 
have  entirely  and  equally  imbibed  the  oil,  and  become  in  appearance 
like  moistened  sand,  and  of  homogeneouscolour,free  from  those  spots, 
which  are  observable,  before  the  ingredients  are  sufficiently  mixed. 
The  walls  to  be  stuccod  with  this  composition  must  be  thoroughly 
cleansed  with  a  birch  broom,  and  brushed  over  with  boiled  linseed 
oil,  after  which  the  mastic  is  applied  by  a  plasterer's  trowel  with 
considerable  pressure,  before  the  boiled  oil  is  absorbed.  The  work 
is  thus  brought  to  a  straight  surface  with  the  rule,  and  finished  with 
the  hand  float.  In  casting  ornaments,  it  must  be  pressed  into  the 
moulds  much  harder  than  is  done  either  with  plaster  or  cement. 
I'he  mean  thickness  of  this  stucco  ought  to  be  three  eights  of  an  inch. 

It  is  more  expensive  than  cement,  both  in  the  prime  cost  and 
workmanship,  for  unless  the  latter  be  executed  by  first  rate  plasterers, 
and  with  the  greatest  care,  the  mastic  which  is  applied  in  a  state 
resembling  wet  sand,  will  not  adhere  to  the  wall.  On  the  first  in- 
troduction of  mastic  in  this  country,  a  reference  was  made  to  Sir 
Humphrey  Davy,  whether  the  oil  might  not  avaporatein  time  ;  who 
as  1  am  informed  did  not  think  it  probable  that  it  would ;  and  cer- 
tainly, if  protected  by  a  coat  of  paint  from  time  to  time,  a  failure  of 
this  sort  can  scarcely  be  expected.  The  remarkable  property  which 
linseed  oil  appears  to  possess  of  hardening  stone,  has  been  proved  by 
many  of  our  models  at  the  Royal  Engineer  Establishment,  Chat- 
ham, made  of  chalk,  and  afterwards  saturated  with  boiling  linseed 
oil  poured  over  them,  which  has  rendered  the  surface  of  this  soft 
substance  as  hard  as  Portland  stone.  The  stone  frieze  of  the 
Athonipum  club-house.  Pall  Mall,  which  has  been  decorated  with 
figuK  s  in  alt-relief  copied  from  the  Elgin  marbles,  was  treated  in 
the  same  manner,  by  advice  of  Sir  llumphrey  Davy,  who  was 
consulted  on  the  occasion  by  Mr.  Decimus  IJurton,  the  Architect 
of  that  line  building. 

(xxxiv)  Of  the  Reshwns  or  Bituminous  Cements,  which 
have  hcev  proposed,  or  used  in  this  i'oHVtrtj. 

First,  Fitz  l.owitz's  Cement.  This  cement  which  has  been 
proposed  l)ut  never  used,  at  least  to  my  knowledge,  has  been 
suflicienfly  chscribed  in  the  Note  to  Article  42. 

Secondly,  Lord  Stanhope's  Cement.  This  com[)osition,  formed 
of  Stockholm  tar,  pulverized  chalk  and  sand,  as  described  in  the 
Note  to  Article  229,  was  used  not  only  for  the  flat  roofs  of  Buck- 
ingham Palace,  but  also  for  the  roofs  of  several  houses  in  Regent 
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Street,  by  order  of  the  late  Mr.  Nash,  Architect  for  that  street. 
Havnig  heard  that  these  roofs  had  been  subject  to  continual  leaks, 
1  made  a  personal  inspection  of  that  of  the  Palace,  and  found  on  the 
contrary  that  it  was  in  a  satisfactory  state,  and  Mr.  Hogg  clerk  of 
works  informed  me,  that  it  had  required  no  repairs  at  ail,  the  only 
inconvenience  being  the  Huid  state,  which  the  composition  assumes 
in  a  hot  sun,  which  renders  it  uiitit  to  walk  upon,  in  summer, 
notwithstanding  the  slates.* 

(xxxv)  1  shall  now  proceed  to  notice  what  has  been  done  on 
the  Continent,  as  far  as  has  come  to  my  knowledge  ;  and  although 
I  cannot  pretend  to  have  read  many  foreign  books  on  the  subject  of 
calcareous  mortars  and  cements,  and  there  may  be  numerous  inci- 
dental notices  of  importance  on  this  subject,  to  be  found  in  periodi- 
cal or  other  works,  with  which  I  am  unacquainted ;  yet  the  two 
French  writers,  whose  names  1  have  had  occasion  to  mention  more 
than  once  in  tlie  foregoing  Treatise,  and  whose  opinions  1  shall 
chiefly  dwell  upon,  have  so  fully  described  the  labours  of  their 
predecessors  or  cotemporaries  in  the  same  subject  of  inquiry,  that 
trusting  to  their  information,  where  my  own  reading  fails  nie,  1  hope 
thet  nothing  of  importance  will  be  found  wanting,  in  the  following 
abstract  of  the  proceedings  of  our  continental  neighbours;  to  render 
which  more  intelligible,  I  have  reduced  the  weights  and  measures 
used  by  them  to  our  own  standards,  which  I  have  done  by  means 
of  Sanders's  Tables,  a  little  work  which  every  one  who  studies  the 
French  works,  either  on  Architecture,  Mechanics,  or  Civil  or  Mili- 
tary Engineering,  ought  always  to  have  before  him.f 

•  A  composition  somewhat  resembling  Lord  Stanhope's  cement,  but  ap- 
plied to  a  different  purpose,  has  recently  been  proposed  by  Mr.  Cassel  as  a 
bituminous  road  surface,  for  which  he  has  taken  out  a  patent.  It  consists  of 
mineral  pitch  boiled  with  a  quantity  of  prepared  gravel,  sand  and  road 
scrapings,  in  certain  proportions,  laid  on  hot  and  ironed  smooth  by  very  hot 
irons,  to  vary  in  thickness  from  3  inches  at  the  center  to  5  inch  at  the 
sides.  It  was  applied  about  three  years  ago,  to  100  yards  of  the  turnpike  road 
opposite  to  Trelleck  place  Pimlico,  and  has  been  highly  recommended  by 
Mr.  Alexander  Gordon.  A  similar  invention  of  prior  date  has  been  used  in 
France,  which  will  afterwards  be  noticed. 

t  This  most  useful  little  book  entitled  '  A  Series  of  Tables  in  which  the 
'  Weights  and  Measures  of  France  are  reduced  to  the  English  Standards,'  by 
the  late  Christopher  Knight  Sanders,  Lieutenant  in  the  Royal  Engineer  Corps, 
v»as  published  by  Baldwin,  Cradock  .V  Joy,  in  1825.  It  was  undertaken  at 
my  request  by  that  zealous  and  amiable  young  Officer  when  under  my  com- 
mand at  Chatham,  whose  premature  death  was  universally  regretted  by  all 
who  knew  him.  There  is  one  deficiency,  which  arose  from  his  having  reduced 
the  French  measures  of  capacity  into  the  gallons,  hogsheads,  and  bushels  of 
our  former  legal  Englis.h  wine  measure  and  corn  measure,  the  Imperial  mea- 
sures which  have  one  and  the  same  gallon  both  for  wet  and  dry  goods,  not 
having  been  established  by  law  at  the  time,  when  he  compiled  his  Tables. 
This  could  easily  be  rectified  in  a  new  Fdition  of  these  Tables.  I  was  in- 
duced to  urge  Lieutenant  Sanders  to  undertake  this  work,  not  only  from  its 
great  utility,  but  from  having  seen  a  similar  set  of  Tables,  publislied  when 
the  British  Army  was  in  France,  in  which,  on  recalculating  a  few  of  the 
reductions  stated,  I  found  so  many  errors,  that  it  appeared  better  to  calculate 
new  Tables  than  to  correct  and  republish  the  work  alluded  to,  which  must 
have  been  done  in  haste,  as  there  can  be  no  doubt  of  the  competency  of  the 
individuals  concerned  in  it,  who  are  highly  distinguished  in  tlieir  respective 
professions. 
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Of  Mr.  LorioCs  mode  of  making  a  Cement  or  Mortar. 
(xxxvi)  This  was  described  in  a  pamphlet,  published  m  Paris 
in  1744,  entitled  '  A  Memoir  on  a  discovery  in  the  Art  ot  Building 
made  by  Monsieur  Loriot,  Mechanic  and  I'ensionary  to  the  King,' 
in  which  is  published  by  order  of  His  Majesty,  the  method  of  com- 
posing a  cement  or  mortar  proper  for  an  infinity  of  woiks,  as  well 
iu  building  as  in  decoration. 

Id  the  31st  page  of  his  pamphlet,  he  declares  that  the  admixture 
of  powdered  quicklime  in  every  sort  of  mortar  or  cement,  made 
with  slaked  lime,  is  the  most  effectual  method  of  giving  it  every 
desirable  perfection,  and  that  is  the  chief  discovery  which  he  an- 
nounces. In  the  next  page  he  gives  the  following  prescription. 
•  Take  one  part  of  brickdust  finely  sifted,  two  parts  ot  tine  river 
'  sand  screened,  and  as  much  old  slaked  lime  as  may  be  sufficient 
'  to  form  mortar  with  water,  in  the  usual  method,  but  so  wet  withal 
'  as  to  serve  for  the  slaking  of  as  much  powdered  quicklime  as 
'  amounts  to  one  fourth  of  the  whole  quantity  of  brickdusi  and  sand. 
'  When  the  materials  are  well  mixed,  employ  the  composition 
'  quickly,  as  the  smallest  delay  may  rcuder  the  application  of  it 
'  imperfect  or  impossible.'* 

in  another  part  of  his  pamphlet  he  explains,  that  in  naming  one 
fourth  of  quicklime  po\>  der,  over  and  above  the  total  quantity  of 
sand  and  brickdust,  he  has  stated  the  mean  proportion  which  he 
considers  proper  for  lime  of  middling  quality  fresh  from  the  kiln. 
If  the  same  lime  had  been  burned  some  time  before  it  was  used, 
more  would  be  required,  but  if  it  were  lime  of  a  superior  quality 
made  of  hard  stone,  which  absorbs  a  good  deal  of  water,  then  he 
considers  that  a  smaller  proportion  would  suffice. 

He  also  notices  several  little  varieties,  such  as  a  mixture  of  coal 
dust  for  outside  and  of  plaster  for  inside  work,  and  the  use  of  cal- 
cined clays  ground  to  powder,  instead  of  brickdust,  6:c,  and  he 
asserts  that  the  cement  or  mortar  thus  formed  by  lime,  sets  much 
quicker  than  any  other  sort  then  known,  and  that  being  perfectly 
waterproof,  it  is  the  best  composition  for  the  lining  of  cisterns,  and 
the  coating  of  casemates  or  subrerraneous  vaults. 

Both  Dr.  Higgins  and  M.  Kondelet,  a  recent  French  writer  of 
reputation,  quote  but  disapprove  of  M.  Loriot's  method,  which  he 
asserted  to  be  a  rediscovered  secret  of  the  ancient  Romans.  M. 
Rondelet's  objections  being  from  personal  observation  are  the  most 
conclusive.  He  observes  that  the  quicklime  added  to  moist  mortar, 
absorbs  the  water  contained  in  the  first  mixture  so  rapidly,  that  it 
makes  it  set  almost  as  quick  as  plaster  of  Paris  :  and  (hat  when 
employed  for  works  subject  to  the  action  of  water,  it  ap|)ears  to  pro- 
duce the  most  favourable  effect,  and  to  be  even  superior  to  puzzo- 
lana,  by  setting  much  more  quickly.  But  as  the  quantity  of  lime 
thus  employed  is  almost  double  of  what  experience  has  established 

•  I  quoted  the  above  from  Ur.  Higgins,  before  I  saw  M.  Loriot's  pamph- 
let. Having  singe  perused  it,  I  find  the  Doctor's  translation  so  good,  that  I 
have  not  altered  it. 
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as  the  best  for  making  good  mortar,  it  follows  that  M.  Loriot's  mor- 
tar loses  after  a  certain  time  the  superiority  which  it  appears  to  pos- 
sess at  the  period  of  using  it,  whilst  common  n)ortar  on  the  contrary 
acquires  in  process  of  time  a  consistency  and  a  hardness  which  are 
continually  increasing,  and  which  in  the  end  become  equal  to  that 
of  hard  stones  and  well  burned  bricks. 

Having  examined  stucco  made  about  15  months  before  at  the 
Observatory  at  Paris,  under  M.  Loriot's  direction,  M,  Kondelet  found 
that  it  had  a  very  hard  and  smooth  but  very  thin  surface,  and  that 
on  removing  this  kind  of  skin,  the  under  part  was  much  weaker  and 
softer  than  good  mortar  made  with  lime  and  tile  dust.*  He  also  ob- 
serves, that  the  quantity  of  quicklime  added  to  Loriot's  mortar  makes 
it  too  dry  for  masonry,  and  es|)ecia!ly  for  walls  above  the  ground 
and  of  moderate  thickness,  and  that  it  does  not  combine  so  well 
with  stones  or  bricks  as  common  mortar,  besides  which  he  a<!ds 
that  it  is  very  expensive,  requiring  double  the  quantity  of  lime  used 
in  common  mortar,  about  one  half  of  which  has  to  be  reduced  to 
quicklime  powder  by  a  costly  and  troublesome  process. 

(xxxvii)  M.  Rondelet  describes  also  a  memoir  of  M.  Moiveau, 
who  proposed  some  modilication  of  M.  Loriot's  process,  by  letting 
lime  slake  in  the  air  and  then  rebnrning  it,  which  I  consider  it  un- 
necessary to  notice  in  del;iil,  nor  shall  I  dwell  upon  an  after 
observation  of  M.  Rondelet  himself,  who  says  that  '  owing  to  its 
•  property  of  producing  an  immediate  eH'ect,  M.  Loriot's  method 
'  may  he  eniployed  with  success,  in  an  inlinity  of  ciicumstances 
'  where  it  is  necessary  that  mortar  should  set  quickly,'  for  I  con- 
sider that  the  use  of  twice  the  (juantity  of  lime,  con)monly  employed 
in  morlar  is  to  be  reprobated  ;  and  though  the  addition  of  tile  dust 
may  improve  conimon  lime,  I  cannot  understand  in  what  way 
adding  ((iiicklime  powder  to  stale  mortar,  both  being  made  of  the 
same  lime,  can  possibly  convert  a  common  into  a  hydraulic  lime. 
In  short  1  have  no  faith  in  such  niceties. 

Belidor^s  Obscrval/oiis  on  Limes  and  Mortars. 

(xxxviii)  The  state  of  practical  knowledge  and  the  opinions 
entertained  in  France,  on  thesulvjectof  limes,  and  of  common  as  well 
as  hydraulic  mortars,  may  be  collected  from  Belidor's  '  Science  of 
Engineers  in  the  conduct  of  Works  of  Fortification  and  of  Civil 
Architecture,'  published  by  him  in  17.39,  and  from  the  fourth  volume 
of  his  *  Hydraulic  Architecture,'  published  in  1753. 

In  book  3d  chapter  3il  of  the  former  work,  he  treats  of  lime 
and  the  mode  of  slaking  it,  in  which  after  premising,  that  lime  is 
as  it  were  the  soid  of  masonry,  which  it  ought  to  unite  as  llrnily  as 
if  composed  of  a  single  stone,  he  states  that  in  order  to  obtain 
good  lime,  very  hard,  heavy  and  wliite  lime  stones  ought  to  lie  used  ; 
so  that  no  lime  is  so  good  as  that  which  may  be  made  from  white 
marble.     He  further  observes,  that  limestone  fresh  quarried  is  better 

•  The  expression  in  the  original  is  *le  bon  niortier  de  ciinent,'(see  Article 
257). 
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than  that  which  has  been  kept  in  heaps  ;  and  that  the  stone  of  moist 
and  sliaded  (juarrics  is  better  than  that  of  dry  ones.  He  adds  that 
the  Boulogne  limestone  which  is  of  a  yellowish  colour  is  very  good, 
but  that  the  other  limes  of  Picardy  and  Artois  are  but  middhng, 
being  made  from  a  white  soft  stone  differing  very  little  from  chalk, 
which  he  says  produces  the  worst  of  all  limes. 

In  respect  to  the  slaking  of  lime,  he  observes  that  after  lime  is 
drawn  from  the  kiln,  one  must  take  care  to  see  that  the  workmen 
use  the  proper  quantity  of  water  necessary  for  that  purpose,  because 
too  little  water  burns  lime,  aud  too  much  drowns  it. 

After  this  he  quotes  a  maxim  of  Philibert  Delorme  a  former 
French  writer  on  Architecture,  who  declares  that  lime  is  good, 
when  well  burned,  white  and  fat,  and  he  recommends  the  mode  of 
slaking  proposed  by  that  author,  as  the  best.  This  is  done  by  put- 
ting the  lime  into  a  basin  or  pit,  covering  it  regularly  with  one  or 
two  feet  of  sand,  and  throwing  water  over  the  heap,  taking  care  after- 
wards to  add  more  sand,  if  it  should  burst  this  covering  in  slaking, 
in  order  that  the  smoke  may  not  escape.  J3y  this  process,  it  is  con- 
verted into  a  mass  of  grease,  which  being  opened  at  the  end  of  two 
or  three  years  w  ill  resemble  cream  cheese,  and  will  be  so  fat  and 
glutinous,  that  on  breaking  into  it,  it  will  be  difficult  to  draw  the 
tool  out  again,  and  in  this  state  it  will  form  an  excellent  mortar  for 
plastering  and  stucco.* 

Belidor  describes  the  lime  of  Metz  as  being  excellent,  though 
it  does  not  slake  into  a  putty  ;  for  he  says  that  when  treated  in  the 
manner  that  has  been  described,  so  hard  a  substance  is  produced  at 
the  end  of  a  year,  that  it  requires  iron  wedges  to  break  it.  He 
states  that  this  lime  slaked  under  the  proper  proportion  of  sand,  and 
made  into  mortar  soon  afterwards,  becomes  so  strong,  that  when 
mixed  with  coarse  gravel  from  the  river  alone,  without  either  stones 
or  bricks,  it  forms  a  sort  of  masonry  used  for  most  of  the  cellars  in 
the  city  of  Metz,  which  will  resist  steel  pointed  tools,  after  the 
mortar  has  set. 

Here  Belidor  describes  all  the  properties  of  a  good  hydraulic 
lime,  and  a  sort  of  concrete  for  artificial  stone  made  from  it,  of 
which  the  strength  appears  to  have  been  exaggerated,  but  according 
to  the  ancient  prejudice  then  prevailing,  he  attributes  the  excellence 
of  this  lime  to  its  being  produced  from  a  very  hard  stone. 

He  then  concludes  by  remarking,  that  lime  in  the  state  of  dust, 
by  which  of  course  he  means  stale  lime  slaked  by  exposure  to  air, 
w  as  good  for  nothing,  because  its  salt  having  changed  its  nature  and 
virtue,  it  had  no  longer  the  property  of  uniting  with  masonry. 

(xxxix)  In  his  next  chapter,  he  describes  the  valuable  pro- 
perties of  puzzolana  nearly  in  the  same  terms  as  Vitruvius  had  done 

•  With  the  exception  of  keeping  lime  2  or  3  years,  which  is  never  done, 
tills  is  the  comnion  method  of  slaking  lime  used  from  time  immemorial  by 
the  masons  aud  bricklayers  both  of  France  and  of  this  country,  when  not 
required  to  follow  some  other  peculiar  mode,  pointed  out  by  the  Architect 
or  Engineer,  under  whose  direction  they  arc  employed. 
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ICOO  years  before,  but  observes  that  it  bad  been  little  used  in 
France,  and  he  also  describes  Dutch  Tarras  or  Trass,  but  erro- 
neonsly,  as  an  earth  found  in  the  environs  of  Cologne,  and  prepared 
for  use  by  burning  as  well  as  grinding,  whereas  it  is  usually  iound 
as  a  stone,  and  if  in  an  earthy  slate  requires  no  burning.*  He 
considers  Trass  when  unadulterated,  in  which  state  he  says  it  was 
dilKcult  to  procure  it,  to  be  equally  proof  against  the  action  of  water, 
the  vicissitudes  of  the  seasons,  and  the  alterations  of  wetness  and 
dryness. 

He  mentions  the  ancient  and  well-known  expedient  of  pounded 
tiles  as  a  substitute  for  puzzolana  or  trass,  and  states  that  stones 
fcaillouxj  collected  in  the  fields,  or  pebbles  fguletsj  from  rivers, 
when  calcined  and  pulverized  will  answer  the  same  purpose. 

(xl)  In  treating  of  mortar  in  the  chapter  following,  hav- 
ing previously  acknowledged,  that  it  would  be  impossible  now  to 
keep  lime  slaked  for  2  or  3  years  in  pits,  according  to  the  practice 
of  the  ancient  llomans,  which  he  considers  to  be  the  best  for  all 
purposes ;  he  proposes  to  make  two  pits  near  each  other,  a  small 
one,  in  which  the  lime  is  to  be  put  and  worked  «p  continually,  whilst 
water  is  thrown  upon  it  to  slake  it,  and  when  in  a  fluid  slate  it  must 
be  allowed  to  run  over  into  the  second  being  a  larger  pit,  from 
whence  after  having  attained  die  consistency  of  white  cream  cheese, 
it  must  be  taken  out  and  mixed  with  2  measures  or  with  Ig  mea- 
sure of  sand  to  1  measure  of  lime  putty,  according  as  the  lime  in- 
creases more  or  less  in  bulk  in  slaking;  but  if  the  lime  be  very  fat, 
and  produced  from  a  good  stone,  he  says  that  3  measures  of  sand  to 
1  measure  of  lime  may  be  used.  He  prefers  river  sand  to  pit  sand, 
and  justly  requires  that  both  the  sand  and  the  water  used  for  mortar 
should  be  clean. 

He  describes  Tournay  Cinders,  as  a  mixture  of  small  pieces  of 
lime  and  coals  caked  together,  which  fall  down  under  the  grates  of 
the  kilns  in  burning  an  excellent  hard  blue  limestone  found  near 
Tournay,  which  cinders  having  very  strong  water-setting  properties, 
are  collected  and  sold. 

He  states  that  puzzolana  and  trass,  as  well  as  tile  dust,  and 
Tournay  cinders,  should  be  mixed  with  lime,  in  the  same  manner, 
and  if  I  understand  him  rightly  in  the  same  proportions  as  sand, 
for  masonry  exposed  to  the  action  of  water;  but  when  the  work  is  of 
intermediate  importance  between  this  and  the  masonry  of  common 
buildings,  he  says  that  a  mixture  of  sand  and  puzzolana,  &c,  in 
equal  parts,  may  be  used  with  the  lime  instead  of  all  puzzolana, &c, 
or  all  sand. 

(XLl)  Thus  it  appears,  that  towards  the  middle  of  the  last 
century,  the  ancient  error,  that  hard  lime  stones  yield  the  best  lime, 
prevailed  in  France,  which  as  I   before  remarked,  Smeaton,  who 

•  Smeaton,  who  is  accuracy  itself,  and  more  recently  M.  Sgaiizin  in 
France,  describe  it  as  a  stone,  lielidor's  error  was  afterwards  copied  by  M. 
Rondelct.  If  Trass  were  ever  burned  at  all,  which  1  donbt,  it  must  have 
been  only  to  facilitate  the  grinding,  as  is  done  in  the  case  of  flints. 
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was  himself  in  some  points  the  pupil  of  Behtlor,  soon  after  de- 
tected. 1  need  also  scarcfly  point  out  the  absurdity  of  supposing:, 
as  stated  by  Belidor,  that  pebbles  from  the  fields  or  from  the  beds 
of  rivers,  taken  indiscriminately  and  calcined  and  afterwards  pul- 
verized, would  form  an  excellent  artificial  puzzolaiia,  without  refer- 
ence to  their  nature,  whether  siliceous,  argillaceous,  calcareous  or 
granitic,  from  which  in  itself  one  might  infer  the  very  imperfect  state 
of  chemical  knowledge  at  that  period,  if  some  cuiious  statements  by 
Belidor  of  the  opinions  of  the  Chemists  and  natural  Philosophers 
of  his  day  on  the  subject  of  gypsum,*  lime  and  mortars,  did  not 
prove  that  the  proper  chemical  analysis  of  minerals  was  then  un- 
known. 

Belidor  states,  that  the  chemists  had  ascertained  that  the  hard- 
ness of  bodies  is  occasioned  by  the  salts  distributed  throughout  their 
whole  mass,  which  bind  their  particles  together,  and  that  when  lime 
stone  is  burned,  the  greater  part  of  the  sulpliureous  and  volatile 
salts,  which  belong  to  it,  are  driven  olV  by  the  vioh-iice  of  the  fire, 
and  thus  it  becomes  porous,  «S:c,  and  that  afterwards  on  mixing  it 
with  sand,  a  fermentation  is  caused  by  the  sulphureous  particles 
still  remaining  in  the  lime  extracting  the  volatile  salts  w  hich  are  also 
found  in  sand,  which  therefore  combine  \\  ith  the  lime  and  fill  the 
pores  of  it,  and  by  beating  up  and  mixing  the  lime  and  sand  well 
together  in  making  mortar,  this  process  is  expedited  and  promoted  ; 
and  thus  the  lime  of  the  mortar  recovers  by  degrees  the  original 
hardness  which  it  possessed  as  a  stone  before  it  was  burned.  In 
another  part  he  observes,  that  when  the  building  stone  of  any  dis- 
trict is  a  lime  stone,  the  best  masonry  is  obtained  by  using  lime  of 
the  same  sort  of  stone  for  the  mortar,  because  their  volatile  salts 
will  agree  better,  than  those  of  ditlorent  sorts  of  lime  stone  and  lime. 

Belidor  being  a  respectable  mathematician,  but  apparently  un- 
accpiainted  with  chemistry  or  geology  w  hich  were  then  in  their  infancy, 
and  he  never  liaving  been  personally  employed  in  any  branch  of 
Engineering  or  of  Hydraulic  Architecture,  though  he  has  illustrated 
the  state  of  both  in  his  time  with  considerable  ability,  and  with 
extraordinary  industry,  it  is  no  disparagement  to  his  talents,  that  he 
should  have  stated  the  received  opinions  of  his  age,  when  erroneous, 
without  objection,  and  even  with  ap|)lause,  at  a  period  when  Lord 
Bacon's  rule  of  rejecting  all  hypothesis,  and  questioning  nature  by 
continual  experiments,  had  not  yet  been  fully  adopted  by  men  of  study. 
(xLii)  Belidor"  s  Rules  for  plastering  the  roofs  of  Casemates,  to 
render  litem  truler-iight. 

*  Gypsum  or  Plaster  of  Paris  beini;  used  in  tliat  capital  fortlie  general 
purposes  of  buiUling,  is  amply  treated  of,  hy  all  ihe  French  writers  on 
Practical  Architecture,  but  I  have  omitted  Helidor's  observations  upon  it, 
in  consefjuence  of  its  being  contined  to  inside  ornamenti>l  work  only  in  this 
country.  His  account  of  the  reason  assigned  by  the  Chemists,  why  plaster 
allowed  to  become  stale  is  untit  for  use,  owing  to  a  supposed  change  in  the 
state  of  the  salts  contained  in  it,  is  very  curious,  and  would  in  the  present 
day  be  considered  perfectly  absurd. 
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He  States  in  the  llth  chapter  of  the  same  book,  that  the  ceineut 
for  tliis  purpose  is  usually  made  with  Tournay  cinders,  beaten  aud 
prepared  once  in  every  4  or  5  days,  for  six  weeks,  but  only  mixed 
with  water  the  first  time ;  or  it  may  be  made  of  1  measure  of  good 
quicklime  and  '2  measures  of  trass,  beaten  aud  prepared  in  the  same 
way,  or  instead  of  trass,  the  same  proportion  of  puzzolaua  or  of  well 
burned  old  tiles  uiay  be  used  ;  but  in  all  cases  the  substance  used 
must  be  ground  to  powder  by  a  handmill,  and  passed  tiirout:h  a 
baker's  sieve,  and  must  be  mixed  with  the  lime  several  times,  with- 
out using  water,  except  at  Hrst. 

The  masonry  over  a  range  of  casemates,  usually  finished  with 
ridges  and  valleys,  like  common  roofs,  when  it  is  to  be  coated  with 
the  cement  above  described,  must  have  5  or  0  months  allowed  for 
drying  and  for  settling.  The  joints  must  be  raked  out,  and  the  sur- 
face well  cleaned  by  w  atering  it,  after  which  the  cement  is  laid  on 
fresh  mixed  for  an  inch  and  a  half  in  thickness,  which  is  spread 
equally  and  beaten  both  longitudinally  and  transversely  with  little 
bats  only  2  inches  wide  to  press  it  belter  into  the  joints,  and  after- 
wards it  must  be  floated  w  ith  sinoulh  irous  rounded  at  the  ends,  to 
render  the  first  coat  smooth,  until  it  begins  to  set.  For  a  certain 
time  the  surface  must  bo  mopped  every  day,  with  a  cloth  mop  as 
large  as  the  head,  dipped  into  a  basket  of  thin  cement;  then  the 
iron  is  passed  over  it,  alter  which  it  is  covered  with  straw  till  next 
day  to  prevent  the  heat  from  blistering  it.  This  process  of  mopping, 
floating  and  covering  with  straw,  must  be  repeated  until  no  more 
cracks  are  perceptible  on  the  surface,  after  which  it  must  be  only 
mopped  tor  5  or  6  days  more. 

Upon  the  coat  of  cement,  4  or  5  inches  of  coarse  sand  or  gravel 
must  be  applied,  over  which  must  be  laid  18  inches  of  earth  well 
beaten,  and  thus  they  must  continue,  if  1  understand  the  author 
rightly,  adding  layer  over  layer  of  those  substances,  until  the  proper 
level  tor  the  terreplein  or  terrace  over  the  caseinated  arches  shall 
he  obtained.  He  savs  that  this  mode  w  as  adopted  for  covering  the 
lowcr-bastions  of  New  Brisack. 

He  also  mentions  the  famous  orangery  of  Versailles,  the 
haunches  of  the  arch  of  which  were  covered  over  with  dry  rub- 
ble stones  with  lime  dust  between  the  joints,  to  the  height  of  18 
inches,  over  which  were  laid  alternate  layers  of  lime  dust  4  inches 
thick,  and  of  well-washed  pebbles  12  inches  thick,  until  they 
reached  the  top  of  the  arch,  after  which  a  bed  of  mortar  was  laid 
upon  the  last  layer  of  pebbles.  He  says  that  this  construction 
answered  so  well,  that  though  the  top  of  the  orangery  is  only  a  ter- 
race, no  injury  ever  happened  to  the  arch. 

He  mentions  another  method  also  as  having  been  practised, 
which  is  to  put  a  bed  of  dry  rubble  stones,  having  their  joints  filled 
with  lime  dust  over  the  arch  as  before,  then  to  lay  on  4  inches  of 
lime  dust,  over  which  a  layer  of  well-beaten  clay  12  inches  thick, 
then  a  layer  of  pebbles  also  about  12  inches  thick  mixed  with  lime 
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dust,  and  over  this  a  bed  of  mortar,  3  or  4  inches  thick,  to  receive 
the  earth. 

These  modes  of  finishing  casemates  or  vaults,  the  first  of  which 
only  appears  to  be  waterproof,  are  very  curious,  the  first  from  its 
repeated  and  tedious  mixings,  beatings,  moppings,  tlvc,  the  othei-s 
from  the  use  of  lime  powder.  I  do  not  think  that  any  Architect  or 
Engineer  of  the  present  day  would  copy  them. 

(XLlli)  Belidor's  Description  of  Foundations  formed  in  deep 
Water,  by  throrciiig  in  dry  Stones. 

In  the  fourth  volume  of  his  Hydraulic  Architecture,  book  3, 
chapter  10,  section  I,  he  describes  a  mode  of  building  moles  ia 
deep  water  with  dry  stones,  thrown  in  so  as  to  obtain  a  slope  on 
each  side  of  double  the  height,  similar  in  short  in  principle  to  the 
celebrated  Plymouth  Breakwater,  executed  SO  years  afterwards  by 
the  late  Mr.  Kennie,  but  far  iuferior  to  that  gigantic  work  in  bold- 
ness of  conception,  and  in  the  style  of  execution,  especially  in  respect 
to  the  size  of  the  stones. 

As  Belidor's  Breakwater,  which  he  calls  Fondations  a  picrres 
perdttes,  literally  foundations  with  stones  lost  or  thrown  in  at  ran- 
dom, do  not  come  within  our  present  subject,  I  pass  them  over,  and 
proceed  to  the  contents  of  the  next  section  of  the  same  chapter. 

Belidor's  Description  of  Beton  Mortar,  and  of  the  mode  of 
building  icith  it,  in  deep  tca!cr. 

(XLiv)  In  preparing  to  build  a  wall  of  this  sort,  Belidor  pro- 
poses to  drive  two  rows  of  sheeting  piles,  to  correspond  with  the 
proposed  profile  of  the  wall,  one  row  vertical  for  the  rear,  and  an- 
other at  a  slope  of  one  filth  for  the  front  of  the  wall,  to  be  driven  in 
portions  of  about  GO  or  70toises,  from  138  to  150  English  feet  at  a 
time,  as  he  does  not  propose  to  pump  any  part  dry.  But  in  addition 
to  these  piles,  he  drives  some  stronger  ones  outside  of,  but  con- 
nected w  ith  the  former,  and  carrying  longitudinal  caps  or  wales, 
upon  which  he  places  machines,  first  for  dredging  the  intermediate 
space,  that  the  foundation  of  the  beton  masonry  may  be  made  lower 
than  the  ordinary  level  of  the  bottom;  and  afterwards  for  letting  down 
the  materials  composing  that  mixture  into  their  proper  places.  The 
beton  is  merely  hydraulic  mortar  formed  with  lime,  mixed  with 
puzzolana,  trass,  tile  dust,  or  Tournay  cinders,  in  the  usual  propor- 
tions approved  for  masonry  subjected  to  the  action  of  water,  which 
is  afterwards  mixed  with  as  many  broken  stones  as  it  will  bear,  that 
is  not  more  than  to  admit  of  every  stone  being  well  bedded  in  this 
sort  of  mortar,  so  that  the  stones  shall  not  be  in  direct  contact  with 
each  other. 

Belidor  observes,  that  the  rules  for  making  and  mixing  beton 
most  approved  by  M.  Milet  de  .Monville,  whom  he  mentions  as  hav- 
ing tried  various  proportions,  and  having  had  great  experience  in 
this  sort  of  work,  enlightened  by  sound  principles,  were  as  follows. 

Having  prepared  a  level  well  rammed  spot,  one  must  take  12 
parts  of  puzzolana,  trass,  or  Tournay  cinders,  w  ith  which  a  circular 
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iDcIosure  must  be  formed  of  5  or  C  feet  in  diameter,  upon  which 
must  bespread  equally  and  regularly  6  parts  of  clean  sharp  sand. 
M'ithin  this  circle  must  be  laid  9  parts  of  quicklime  pounded  by  an 
iron  rammer,  to  make  it  slake  more  easily,  which  may  be  done  with 
salt  water,  if  for  a  maritime  work,  and  it  must  be  stirred  about  from 
time  to  time  with  proper  tools,  until  it  is  reduced  to  lime  putty,  after 
which  the  sand  and  puzzolana  ninst  be  thrown  in,  and  well  incorpo- 
rated with  the  lime.  The  whole  being  well  mixed,  13  parts  of 
broken  stone,  and  3  of  pounded  forge-cinders  or  slag  ;  or  if  the 
latter  cannot  be  obtained,  IG  parts  of  broken  stone  or  pebbles,  none 
exceeding  the  size  of  an  egg,  must  be  added  to  the  mortar  before 
prepared,  and  the  whole  well  moved  about,  turned  over  and  stirred 
by  men  with  s|!ades  for  an  hour,  after  which  it  must  be  formed  into 
heaps,  and  allowed  to  set,  until  it  becomes  so  hard  as  to  require  a 
pickaxe  to  break  it,  which  state  it  may  attain  in  24  hours  in  hot 
Summer  weather,  but  in  2  or  3  days  in  winter. 

(XLV)  The  beton  is  let  down  into  the  space  between  the  two 
rows  of  piles  in  a  cubical  box,  which  Belidor  says  may  contain  27 
cubic  feet  of  French  measure  and  ought  not  to  exceed  64,  as  it 
would  then  become  too  unwieldy.  When  this  box  arrives  to  within 
3  feet  of  the  spot  where  its  contents  are  to  be  deposited,  the  bottom 
of  the  box  which  is  fixed  by  a  couple  of  gudgeons  at  one  side  is  thrown 
open  by  a  rope,  and  the  mixture  is  discharged  accordingly,  falling 
perpendicularly  downwards  out  of  the  box. 

He  remarks,  that  although  the  beton  is  let  down  dry,  it  falls 
asunder  and  spreads  itself  on  reaching  the  bottom.  The  position  of 
the  machine  is  changed  continually, until  the  beton  discharged  from  it 
covers  the  whole  space  within  the  piles  for  10  or  12  inches  in  depth, 
after  which  a  course  of  rubble  stones  of  moderate  size,  none  exceed- 
ing a  quarter  of  a  cubic  foot,  are  spread  over  it.  These  stones  being 
carefully  arranged  along  side  of  each  other  sink  into  the  beton 
which  has  become  soft ;  but  which  afterwards  sets  again,  so  that 
after  3  or  4  months,  the  masonry  becomes  indissoluble,  and  im- 
proves still  farther  by  age.  This  bed  of  stones  having  been  covered 
with  a  new  layer  of  beton,  the  workmen  must  commence  a  second 
course  of  stones,  and  thus  they  proceed  until  their  work  arrives  to 
within  6  or  7  feet  of  the  surface,  after  which  troughs  and  baskets 
may  be  used  instead  of  the  box,  taking  care  to  prevent  the  mixture 
from  being  injured  by  throwing  it  down  from  a  height  rashly,  in 
which  case  the  heavier  parts  would  fall  to  the  bottom  before  the 
others,  and  the  whole  essence  of  the  lime  would  be  turned  into  milk. 

(xLvi)  Belidor  observes,  that  he  saw  this  method  put  in  practice 
at  Toulon,  in  forming  one  of  the  jetties  or  piers  in  the  new  basin  ; 
and  remarks  it  was  a  practice  of  which  the  ancients  had  left  us  the 
example,  and  states,  that  though  hitherto  confined  to  the  coasts  of 
the  Mediterranean,  there  was  no  reason,  why  it  should  not  answer 
equally  well  on  the  ocean  or  in  rivers,  to  found  a  wharf,  or  the  piers 
of  a  bridge,  in  places  which  are  never  dry,  and  he  considers  it  pre- 
ferable to  foundations  executed  in  caissons, 
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He  gives  a  statement  of  the  materials  for  making  16  culic 
toises,  or  34oG  cubic  feet  of  French  measure  of  beton  with  their 
weight,  wliicli  is  as  follows.  Lbs. 

942  feet  cube  of  puzzolana,  at  ... .    90  lbs.  per  ft.  84700 

471  <!itto  of  sand,  at 1 15  ditto....    54166 

10-20  dilto  of  broken  stones,  at     .  . .    >K)  ditto 1 12200 

235  ditto  of  forge  cinders  or  slag,  at  itO  ditto.  . . .  18800 
706  ditto  of  pounded  quicklime,  at  76  ditto....  5:io96 
618  ditto  of  stone,  at     160  ditto....   98880 


Total  . .  3992  cubic  feet  of  materials,  weighing  in  all.  .Lbs.  422421 


He  observes  that  30  men  were  employed  for  12  days  of  8  hours 
each  to  prepare  the  beton,  and  make  it  into  heaps,  an<l  24  days  for 
the  rest  of  the  work,  which  beino-  don^  by  'galley  slaves  chained 
togetiier  in  pairs,  he  observes  that  hired  labourers  would  have  execu- 
ted it  much  sooner,  though  not  so  cheap. 

(XLVii)  Of  t/iff  sorts  of  Mortar,  used  by  M.  Perronrt  for  the 
Bridffe  <\f  Aeuillt/,  at  Paris  in   1 70S. 

This  gentleman  who  was  Architect  to  the  King  of  France,  first 
Engineer  of  Bndgf-s  and  Koads,  Knight  of  the  Order  of  St.  Louis, 
See,  in  a  very  mteresting  work  pnl»lished  in  1788,  has  given  a  de- 
scription of  the  construction  of  the  Bridges  of  Neiiilly,  Maxence, 
and  others  executed  according  to  his  designs  and  un<ler  his  personal 
direction,  of  wliich  he  has  explained  the  minutest  details  by  ele- 
gant plates.  In  his  specification  for  the  mason's  work  of  the 
Bridge  of  Neuilly,  which  was  one  of  his  finest  works,  |>lanned  in 
1766,  but  of  which  the  masonry  was  commenced  and  tlie  first  pier 
finished  in  1768,  he  requires  that  two  sorts  of  mortar  shall  be  used, 
one  which  he  calls  white  mortar,  to  be  composed  of  1  measure  of 
Vernon  lime  mixed  with  2  measures  of  sharp  clean  river  sand  fi-om 
the  Seine ;  the  other  for  the  foundations  and  parts  exposed  to  the 
action  of  water,  «as  to  be  composed  of  equal  measures  of  lime, 
and  of  an  artificial  puzzolana,  which  he  calls  cement  accordins  to 
the  custom  of  the  builders  of  France  at  that  time,  which  was  to  be 
made  by  grinding  tiles  from  the  tile  kilns  of  Neuilly  in  a  mill,  and 
sifting  the  tile  dust  thus  obtained  before  it  was  used.  He  particu- 
larly prohibits  the  contractor  from  using  cement  obtained  by  grind- 
ing bricks.  If  the  Neuilly  tiles  were  made  of  as  fine  a  clav,  as  is 
generally  used  by  the  tile  makers  in  the  neighbourhood  of  Chatham, 
namely  the  brown  clay  of  Upnor,  I  have  no  doubt  that  M. 
Perronet's  artificial  puzzolana  must  have  formed  a  verv'  serviceable 
hydraulic  mortar.  He  being  one  of  the  most  eminent  Civil 
Engineers  of  France,  the  above  may  be  considered  a  correct  exam- 
ple of  the  most  approved  practice  of  the  French  at  that  period. 

(XLVili)     M.  de  la  Fayes  method  of  making  Mortar,  said  to 
have  bent  published  iti  1777. 

M.  de   la   Fave   alleges   that   he   discovered   his   method   of 
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making  mortar,  by  the  attentive  perusal  and  examination  of  some 
obscure  passages  respecting'  the  nature  of  lime,  in  Vitruvius  and  in 
the  Treatise  of  St.  Augustin  on  the  City  of  God,  the  latter  of  which 
is  probably  metaphorical;  and  thus,  he  also  holds  out  that  his  own 
mode  of  proceeding,  is  a  rediscovered  secret  of  the  ancient  Romans. 
His  rules  are  as  follows. 

You  must  procure  lime  of  hard  stone,  fresh  from  the  kiln,  and 
cover  it  well  to  preserve  it  from  damp  air  or  rain.  Lay  it  on  a 
clean  wooden  platforu),  in  a  dry  place  under  cover,  and  provide 
some  dry  casks  and  a  large  vat  three  fourths  full  of  clean  river  water, 
not  of  a  mineral  quality.  Two  labourers  must  be  employed,  one  to 
break  the  lime  into  pieces  of  about  the  size  of  an  egg.  The  other 
must  till  a  flat  basket  with  this  broken  lime  without  heaping  it,  after 
which  he  will  plunge  it  under  the  water,  and  keep  it  there  until  all 
the  surface  of  the  water  begins  to  boil.  He.  will  then  draw  out  the 
basket,  let  the  water  drain  off  for  a  moment,  and  pour  the  lime  mto 
a  cask.  He  will  proceed  in  the  same  manner,  until  he  has  w  etted 
all  his  lime,  and  filled  the  casks  with  it  to  w  ithin  two  or  three 
inches  of  the  top.  Then  the  lime  will  throw  out  considerable  heat, 
rejecting  most  of  the  water  with  which  it  has  been  drenched,  and 
emitting  fumes  and  opening  its  pores,  it  will  fall  down  into  a  powder, 
and  finally  lose  its  heat,  passing  into  the  state  of  slaked  lime  pow- 
der, which  Vitruvius  calls  cu/.r  extiticta.  This  must  be  done  in  a 
place  where  air  circulates  freely,  in  order  that  the  workmen  may 
stand  so  as  not  to  be  incommoded  by  the  hot  vapours  of  the  lime, 
during  the  process  of  slaking.  As  soon  as  this  is  over,  the  casks 
must  be  covered  with  large  pieces  of  cloth  or  baas  of  straw.  Well 
burned  lime  fresh  from  the  kiln  will  heat  and  fall  down  in  powder 
quickly  ;  but  if  long  burned  and  therefore  somewhat  stale,  or  if 
underburned,  it  will  heat  slowly  and  will  be  very  badly  divided. 

(XLix)  Such  is  M.  de  la  Faye's  mode  of  slaking  lime,  which  the 
French  have  since  termed  Slukiuy  by  /;7?7«fr?io«,  to  distinguish  it 
from  the  ComvKn  mode  of  Slaking  with  excess  of  water,  and  from 
Spontaneous  Slaking,  by  exposure  to  air.  Lime  slaked  by  the  com- 
mon method  forms  a  thin  paste ;  whilst  by  the  other  two,  it  is 
reduced  to  a  powder.* 

In  making  mortar  with  pit  sand  rough  to  the  touch,  such  as  the 
Romans  called  I'ossililium,  or  with  sea  sand  or  river  sand,  I\L  de  la 
Faye  recommends  three  measures  of  sand  to  one  of  lime,  but  in 
using  earthy  sand,  white  yellow  or  red,  and  fine  or  soft  to  the 
touch,  he  recommends  two  measures  of  sand  only  to  one  of  his 
lime  :  and  in  mixing  his  morlar,  he  recommends  water  enough  to 
make  what  he  calls  a  fat  mortar,  unless  the  sand  be  obtained  in  so 
very  wet  a  state  from  the  sea  or  from  a  river,  that  extra  water  may 
be  dispensed  with. 

•  The  lime  nsed  by  Smeaton  in  building  the  Edysfone  Lighthouse  was 
slaked  in  1755,  but  as  a  matter  of  convenience  only  (v),  according  to  the 
method  afterwards  proposed  by  iNI.  de  la  Faye,  as  an  important  IniprovcuieDt 
npon  the  common  mode  of  sinking. 
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For  mortar  that  is  to  be  used  as  cement,  he  recommends  mixing 
two  thirds  of  sand  and  one  third  of  tile  dust,  and  tlien  to  incorpo- 
rate two  measures  of  this  mixture  with  one  measure  of  lime. 

M.  Rondelet,  from  whom  I  have  extracted  this  description  of 
M.  dc  la  Faye's  method  observes,  that  it  is  much  simpler,  cheaper, 
and  less  troublesome  than  M.  Loriot's  ;  and  that  it  produces  a  mor- 
tar less  friable  and  more  proper  for  works  of  masonry  ;  but  that  it 
does  not  set  so  quickly,  especially  under  water.  But  he  adds  that 
neither  of  them  are  superior  to  mortar,  made  of  lime  slaked  in  the 
common  manner  and  mixed  immediately,  with  equal  care. 

J\].  RondclcCs  mode  of  making  mortar. 

(l)  In  his  elaborate  treatise  on  the  art  of  building,*  this 
author  proposes  to  grind  the  lime  and  sand  together,  by  passing  a 
common  garden  roller  over  them  upon  a  stone  floor,  which  I  con- 
sider much  inferior  to  the  mortar  mill  often  used  in  this  country, 
especially  by  Mr.  Rennie,  who  1  believe  seldom  dispensed  with  it. 
In  1787,  M.  Rondelet  tried  experiments  upon  the  strength  of  dif- 
ferent mortars  made  by  him  18  months  before,  in  the  form  of  small 
bricks  15  centimetres  long,  10  centimetres  wide,  and  4  centimetres 
thick,  that  is  nearly  6  inches  long,  4  inches  wide,  and  rather  more 
than  I  h  inch  thick  of  English  measure.  He  mentions  that  in  com- 
paring these  specimens,  he  acted  upon  a  portion  of  each,  forming  a 
parallelopiped,  having  a  surface  of  4  superficial  inches,  equal  to 
about  4 2  of  English  measure,  until  he  crushed  it,  by  means  of 
weights,  staled  in  a  table  containing  the  results  of  those  experi- 
nients,  in  which  he  did  not  confine  himself  entirely  to  his  own 
new  mortars,  but  acted  also  upon  pieces  of  ancient  mortar  or 
stucco.  His  proceedings  are  very  obscurely  stated,  but  one  may 
infer  that  his  mortar-bricks  were  supported  from  below,  as  the 
crushing  weights  vary  from  914  French  Pounds  the  least,  to 
4738  the  greatest,  that  is  from  1)87  to  5116  lbs.  avoirdupois, 
the  latter  weight  being  required  to  break  down  some  mortar 
obtained  from  an  ancient  Reservoir  at  Lyons.  He  states,  that 
in  all  cases  the  same  experimental  mortar  made  by  him,  when 
well  beaten,  was  stronger  than  when  merely  mixed  without 
beating,  also  that  Loriot's  mortar  was  weaker  than  De  la  Faye's  the 
crushing  weight  of  the  latter  being  1C(>4  French  lbs.  or  1797  lbs. 
avoirdupois,  but  that  his  own  mortar  made  of  lime  and  sand  only, 
even  without  beiu'j;  beaten,  was  stronger  than  either.  At  the  end 
of  10  years  he  tried  the  same  new  mortars  a  second  time,  and  found 
that  they  had  all  increased  more  or  less  in  strength,  the  greatest 
additional  resistance  being  in  the  proportion  of  2-5ths  of  the  original 
crushing  wright.f 

•  Published  at  Paris  in  1812,  and  entitled  Trait^'  thcoriqnc  et  pratique 
de  I'art  dc  batir,  pur  J.  Rondelet  Arcbitecte,  (.  bcvalier  de  la  Legion 
d'  Honncur,  A:c. 

t  The  same  autiior  states  in  tbc  form  of  a  table,  the  names,  specific  gravi- 
ties and  resistances  of  IKO  sorts  of  stone,  in  op|)osition  to  a  crushing  weight. 
The  latter  vary  from  1G23  French  pounds,  the  weakest,  being  the  resistance 
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(li)  He  also  cemented  together  a  number  of  2  inch  cubes  of 
several  kinds  of  stone,  as  well  as  bricks  and  tiles,  in  pairs,  by  the 
same  sort  of  mortar  carefully  made  of  lime  and  fine  sand,  the  joints 
thus  united  each  measuring  4  French  superficial  inches.  At  the 
end  of  G  months,  he  tore  them  asunder  by  weights  which  varied 
from  G4  to  123  lbs.  of  the  old  weight  of  France,  for  six  sorts  of 
stone,  the  first  of  which  was  tried  first  with  a  very  smooth  and  after- 
wards with  a  rougher  surface.  It  required  138  lbs.  to  separate  the 
bricks,  and  141  lbs.  for  the  tiles.  The  above  weights  are  respectively 
equal  to  G9,  133,  149,  and  152  lbs,  avoirdupois  nearly,  acting  on  a 
surface  of  about  4g  superficial  inches  of  English  measure.  He 
found  also  on  trying  the  same  experiment  with  plaster  of  Paris,  that 
the  tenacity  of  plaster  joints  at  the  end  of  G  months  was  greater  by 
one  third,  than  those  of  mortar,  but  he  observes  that  the  strength 
of  mortar  increases  with  age,  whereas  that  of  plaster  diminishes  if 
exposed  to  the  weather  or  to  moisture.  Upon  the  whole  M.  Ron- 
delet  estimates  from  those  experiments,  that  the  mean  force  required 
to  tear  asunder  one  of  his  mortar  joints  is  equal  to  105  lbs.  for  4 
superficial  French  inches  or  26  lbs.  for  the  superficial  inch,  which  on 
being  reduced  to  English  weight  and  measure  is  at  the  rate  of  25  lbs. 
to  the  superficial  inch  nearly. 

He  states  that  the  weight  necessary  for  tearing  asunder  a  prism 
of  mortar  16  years  old,  and  1  inch  square,  by  pulling  from  both  ends 
was  53  lbs,  French  (57|  English  nearly)  whilst  the  weight  for 
crushing  the  same  was  676  lbs.  French  (or  730  lbs.  English),  prov- 
ing that  its  resistance  to  a  crushing  weight  was  about  12  times 
greater  than  its  resistance  to  a  tearing  weight. 

In  plaster  he  estimates  the  resistance  to  a  crushing  weight  about 
9^  times  greater  than  to  a  tearing  weight,  in  mortar  made  with  tile 
dust  7.2  times,  in  puzzolana  mortar  8  or  9  times,  and  in  ancient  mor- 
tars 8  times  greater,  all  of  these  proportions  being  deduced  frorii 
experiments  tried  by  him. 

^\  hen  mortar  has  attained  its  full  strength  and  hardness,  he 
considers  that  its  adhesiveness  to  stones  is  greater  than  its  own 
resistance  against  a  tearing  weight  acting  upon  a  square  prism  of 
the  same  mortar  from  both  ends,  but  that  in  plaster  the  reverse  holds 
good.  Yet  he  remarks,  that  in  new  buildings,  the  adhesiveness  of 
plaster  to  stones  or  bricks  is  equal  to  one  half,  but  that  of  mortar  to 
one  third  only  of  their  respective  resistances  to  a  tearing  weight,  acting 
upon  square  prisms  of  the  same  substances. 

It  is  to  be  regretted,  that  >!.  Rondelet  has  not  explained 
in     detail    the   modes   of    experimenting    from    which    he    drew 

of  the  wIiiteTnfof  Saiimnr,  to  3000,  the  resistance  of  soft  free  stone  proper  for 
buildin<;,  and  to  5GI29,  the  strongest  sort  of  hard  stone,  which  are  respect- 
ively cqnal  to  7.52,  3239  and  60603  lbs.  avoirdupois.  In  another  table  he 
states  the  same  particulars  for  18  .-orts  of  marble,  granite,  porphyry  and 
basalt,  the  resistances  of  which  vary  from  15552  lbs,  French,  the  resistance 
of  a  veiny  white  marble  which  was  the  weakest,  to  121416  lbs,  that  of  the 
basalt  of  Auvergne  which  was  the  strongest,  of  those  stones,  the  former  being 
equal  to  1G7U2  and  the  latter  to  134333  lbs,  avoirdupois. 

d 
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the  above  inferences.  In  speaking  of  breaking  down  cubes  of 
stone  or  of  mortar  lo  asceitain  their  resistance  to  a  crushing  force, 
he  uses  the  word  machine,  but  leaves  us  in  the  dark  as  to  what  sort 
of  machine  he  employed  for  this  purpose,  so  that  wc  do  not  know 
whether  his  weights  were  actual  weights,  or  obtained  by  calculation, 
in  leterence  to  the  leverage  or  power  of  the  said  machine.  Hence 
even  these  experiments  are  by  no  means  so  satisfactory',  as  they 
would  otherwise  have  been.  But  in  what  mode  he  tore  asunder  his 
square  prisms  of  mortar  by  the  two  ends,  or  how  he  tried  the  ad- 
hesiveness of  his  mortars  lo  stones  or  bricks  is  not  explained  at  all, 
and  must  therefore  remain  a  matter  of  mere  conjecture;  and  conse- 
quenlly  M.  Rondelet's  opinions  as  to  the  comparative  tenacity  and 
adhesiveness  of  his  experimental  mortars  cannot  command  that  sort 
of  conviction,  which  belongs  to  principles  deduced  from  the  careful 
examination  of  the  results  of  a  series  of  experiments  judiciously  tried, 
and  so  fully  reported  upon  in  all  their  details,  as  to  afl'ord  the  reader 
the  means  of  judging  for  himself.  For  my  part,  unless  an  author 
condescends  to  explain  all  his  proceedings,  in  researches  of  the  nature 
now  alluded  to,  in  such  a  manner  as  lo  leave  nothing  to  conjecture, 
1  set  his  alleged  experiments  entirely  aside,  and  suspend  my  assent 
to  his  opinions,  at  the  same  time  without  entertaining  the  smallest 
doubt  either  of  his  talents  or  sincerity,  for  do  one  writer  on  so  ex- 
tensive a  subject  as  Piactical  Architecture  can  possibly  try  suffi- 
ciently numerous  experiments  upon  every  branch  of  it,  to  arrive  at 
sound  conclusions.  He  may  therefore,  either  from  a  limited  number 
of  experiments  judiciously  tried,  or  from  having  pursued  an  un- 
satisfactory system,  be  induced  to  adopt  a  hvpothesis  which  more 
multiplied  experiments,  or  a  more  judicious  mode  of  proceeding, 
would  have  set  aside.  Hence  he  may  deceive  himself,  and  such  of 
his  readers  as  have  no  personal  knowledge  of  the  subject  under  dis- 
cussion, without  being  at  all  conscious  that  he  is  in  error. 

(LII;  Of  the  Artificial  Hydrunlic  Lime  formed  bt/  M.  Ctii/lon 
de  Morce.iu,  about  the  i/eur  ISOO. 

The  powerful  water  lime  of  Lena  in  Sweden,  having  been 
analyzed  by  Bergman,  was  declared  by  him  to  consist  of  90 
parts  of  carbonate  of  lime,  (5  of  clay,  and  4  of  the  oxide  of  manga- 
nese, in  con.iequence  of  which  M.  Guytou  de  Morveau  afterwards 
combined  common  lime  stone  reduced  lo  a  tine  powder  with  clay 
and  manganese  in  the  above  proportions,  and  havin^if  mixed  them 
intimately  tosether,  he  calcined  the  mixture,  which  proved  lo  be  an 
excellent  water  lime.  The  result  of  this  experiment  was  stated  in 
a  mrmoir  pubHshed  by  him  in  the  9th  year  of  the  French  Kepubiic 
(1800  or  18')1),  in  which  he  also  declared,  that  all  the  lean  limes 
examined  by  him  contained  manganese  in  their  composition,  to 
which  he  ascribed  the  virtue  of  those  limes,  the  term  /e<ni,  which 
originally  implied  limes  that  absorbed  the  smallest  qnantity  of  water 
in  slaking,  having  at  that  time  been  applied  in  France  to  all  water- 
setting  limes,  most  of  which  had  been  observed  to  possess  this 
characteristic. 
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This  oitinion  was  combated  by  M.  Vitalis  in  1807,  who  analyzed 
the  gnod  hydraulic  limes  of  Senonches  and  St.  Culhaiiiie  in  the 
neighlxniihood  of  IJouen,  which  lie  found  to  contain  12  per  cent  of 
water,  (JB  of  carhonate  of  lime,  12  of  alumina,  G  of  silica,  and  2  of 
oxide  of  iron,  but  no  manganese;  and  in  conscquenct-  of  this  ana- 
lysis he  stated  his  opinion  that  manganese  was  not  an  indispensable 
ingredient  in  such  lin)es,  but  that  clay  was  the  chief  cause  of  their 
water-setting  propertries.  Other  writers  on  the  Continent  have 
treated  (he  same  subject,  giving  various  opinions,  which  I  shall  not 
enter  into,  confining  myself  to  those  who  have  investigated  it 
experimentally. 

Of  the  Arfi/icinl  Slone  proposed  in  Fiance  hy  M.  Flcurett 
Professor  (f  Arcliltcclure  at  the  Royal  MUitury  School. 

(liii)  It  appears  that  this  geiitletnan  published  a  Treatise  in 
1807  on  the  art  of  making  artificial  stones,  which  he  declared  to  be 
of  great  antitjiiity,  having  been  known  to  the  Babylonians,  Egyptians, 
Greeks  and  Konians,  and  even  now  in  Barbary,  and  amongst  the 
natives  of  Malabar,  And  he  states  that  those  stones,  sometimes  of 
enormous  size,  were  all  made  in  cases,  by  pouring  in  and  ramming 
the  ingredients. 

l\l.  Flouret  proposed  to  slake  his  lime  by  immersion,  and  to 
preserve  it  with  great  care  in  casks  well  covered  up,  except  when  a 
portion  was  taken  out  for  use.  A  mixture  of  2  measures  of  sand 
and  1  of  tile  dust,  or  of  equal  parts  of  sand  and  tile  dust  was  next 
to  be  made.  This  compound  was  then  to  be  mixed  with  lime,  in  the 
proportion  of  2  measures  of  the  former  to  1  of  the  latter,  after  just 
wetting  them.  They  were  first  to  be  ground  together  dry,  and  water 
added  by  degrees,  until  the  whole  was  made  into  mortar,  which  was 
afterwards  to  be  put  into  a  trough  and  beaten  by  wooden  rammers 
shod  with  iron,  which  were  raised  and  dropped  upon  it  by  some 
mechanical  contrivance.  He  says  that  this  mortar  may  be  improved 
by  moistening  it  in  the  trough  with  one  sixth  part  of  its  own  mass 
of  thin  lime  putty,  but  he  does  not  approve  of  adding  water  alone, 
which  he  says  is  very  injurious  to  its  strength.  He  adds  that  hard 
stone  grountl  to  powder,  combined  with  iron  slag  or  coal  cinders, 
are  still  better  than  sand  and  tile  dust.  When  his  mortaris ready,  he 
puts  it  into  moulds  and  beats  and  compresses  it  as  much  as  possible. 
He  has  also  made  great  use  of  artificial  stones  for  water  pipes, 
trou'j^hs,  &c. 

INI,  Fleurct  actually  established  a  manufactory  of  artificial  stone 
at  Pont-a-Mousson,  which  no  doubt  was  good  of  its  kind,  but 
General  Treussart  from  whom  I  have  extracted  this  brief  notice 
of  his  proceedings  states,  that  some  water  pipes  at  Phalsburg,  and 
the  stucco  used  for  covering  some  casemates  at  Landau  and  Stras- 
burg,  though  made  in  exact  conformity  with  his  directions,  failed, 
neither  of  them  being  water-tight,  in  consequence  of  the  common 
lime  of  the  neighbourhood  having  been  used  at  those  places  ;  for 
the  same  author  remarks  that  M.  Flenrethad  laid  down  no  rule  for 
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distinguishing  those  limes,  which  were  til  from  those  which  were 
unlit  tor  resisting  the  action  of  water. 

(liv)  General  Treussartalso  states,  but  without  saying  whether 
before  or  afler  the  period  of  IM.  Tleuret's  publication  or  proceedings, 
that  the  Italians  uiade  veiy  good  artificial  stones  at  Alexandria, 
which  were  usually  14  decimetres  long  and  0  decimetres  square,  or 
4  l»^fct  7  inches  long  and  2  feet  1  ^  inches  square  of  Englisit  measure. 
He  slates  that  to  make  I  cubic  metre  of  this  stone  requires  0*'24 
cubic  metre  of  Casal  lime,  being  a  hydraulic  lime,  and  0"9  cubic 
metre  of  sand,  which  are  first  made  into  mortar,  and  afleiwards 
have  {)"2  cubic  metre  of  pebbles  or  gravel  mixed  up  with  them,  which 
is  done  in  a  mould.  Me  stales  that  the  ailificial  stones  thus  formed, 
are  covered  with  earth  for  two  or  three  years  before  they  are  used. 

(lv)  O/'  /he  Arlijlcial  Hydrutilic  lume,  proposed  by  Dr. 
John  of  Berlin,  in  1818. 

The  Dutch  Academy  of  Sciences  having  proposed  as  a  question 
for  discussion  '  \N  hat  was  the  chemical  cause,  by  virtue  of  which 
•  stone  lime  generally  makes  more  solid  and  durable  masonry  liiau 
'  shell  lime,  and  what  are  the  means  of  correcting  this  defect  in  lime 
'  made  of  shells  .■^'  Dr.  John  of  Berlin  gave  in  a  papei  in  reply  to 
this  query,  in  1818,  which  was  approved  by  them  as  being  the  best 
communication  that  had  been  made  on  the  subject,  and  was  published 
the  year  following. 

Dr.  John  remarked  that  shells  require  to  be  more  calcined,  than 
is  necessary  for  stone,  which  he  ascribes  to  their  being  a  purer  car- 
bonate of  lime.  Having  analyzed  various  limestones,  he  found  that 
all  those  which  had  hydraulic  properties  contained  clay,  oxide  of 
iron,  &c.  These  extraneous  matters  which  give  to  lime  its  water- 
setting  property  he  called  Cement,  and  said  that  it  was  possible  to 
improve  those  limes  which  contain  no  cement,  by  adding  it  in  the 
the  dry  way.  From  these  considerations,  he  mixed  pounded  oyster 
shells,  first  with  siliceous  sand,  secondly  with  diverse  proportions  of 
clay  from  one  tenth  to  one  third,  and  thirdly  with  one  tenth  of  the 
oxide  of  manganese,  after  which  he  burned  them  in  a  kiln  for  96 
hours.  Of  these  mixtures,  the  second  produced  a  good  hydraulic 
lime,  but  the  first  which  failed  altogether  as  well  as  the  third  were 
nnsalisfactory.  Hence  he  concluded,  that  it  was  the  clay  which 
caused  limes  to  set  under  water,  and  that  nothing  can  be  more  easy 
than  to  obtain  a  good  hydraulic  lime  by  adding  clay  either  to  shell 
lime,  or  to  the  common  pure  stone  limes,  in  the  manner  described  by 
him,  leaving  it  to  practical  men  to  determine  the  best  proportions  of 
those  ingredients  according  to  circumstances.  His  memoir  is  said 
to  contain  also  the  analysis  of  several  ancient  mortars,  with  many 
important  observations.* 

Of  the  Artificial  Hydraulic  Lime  proposed  by  M.  Vicat,  En- 
gineer of  the  Royal  Corps  of  Bridges  and  Roads  of  France,  in 
1818. 

•  I  have  extracted  this  account  of  Dr.  John's  proceedings  from  General 
Treiissart's  '  Memoir  on  Hydraalic  Mortars,'  which  will  afterwards  be 
noticed. 
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(lvi)  The  term  hydraulic  lime,  which  is  cerlainly  more  appro- 
priate than  the  former  epithet  used  in  France  for  limes  of  that 
description,  is  said  to  have  been  first  siig:s;ested  and  brought  into 
{jeneral  use  by  M.  Vicat  himself.  This  gentleman  and  Dr.  John  of 
Berlin  came  to  the  same  conclusion,  both  working  experimentally, 
but  although  M.  Vicat's  proceedings  must  have  been  prior  in  point 
of  time,  it  appenred  best  to  finish  with  Dr.  John,  in  order  that  the 
account  of  M.  Vicat's  labours  might  be  followed  by  the  description 
of  the  proceedings  of  his  countryman  General  Treussart,  because 
these  gentlemen,  both  of  whom  devoted  many  years  of  their  lives  to 
the  investigation  of  the  properties  of  hydraulic  limes,  have  drawn 
different  conclusions  from  their  respective  experin)ents,  which  appear 
to  me  to  have  been  tried  with  equal  zeal  and  industry. 

Wherever  good  hydraulic  limes  are  to  be  found  on  the  spot,  or 
can  be  procured  at  a  moderate  expense,  M.  V^icat  recommends  using 
them  ;  but  when  only  common  limes  or  inferior  hydraulic  limes  are 
to  be  found,  he  converts  them  into  water-setting  limes  by  the  follow- 
ing process. 

He  first  burns  his  lime  in  the  usual  manner,  and  allows  it  to  fall 
down  in  powder  by  spontaneous  slaking,  exposing  it  for  this  purpose 
to  the  free  action  of  air,  in  a  dry  place  under  cover,  not  that  he  con- 
siders this  mode  of  slaking  indispensable,  but  as  being  the  cheapest 
and  inost  convenient.  He  then  mixes  his  slaked  lime  with  a  certain 
quantity  of  grey  or  brown  clay,  or  sitnply  with  brick  earth,  into  a 
paste  with  water,  and  forms  it  into  balls,  which  are  first  dried  and 
then  burned  in  a  kiln. 

He  states  that  very  fat  common  limes,  meaning  those  capable  of 
absorbing  a  great  deal  of  water  in  slaking,  and  pure  or  nearly  so, 
like  the  common  chalk  lime  of  this  country,  may  bear  20  per  cent  of 
clay,  that  for  middling  limes  15  per  cent  is  enough,  but  that  for  limes 
having  some  hydraulic  properties,  10  or  even  6  per  cent  may  suffice. 
When  the  pro[)ortion  of  clay  is  increased  to  o3  or  40  per  cent,  the 
lime  obtained  does  not  slake,  but  it  is  easily  pulverized,  after  which 
when  moistened,  it  forms  a  paste  that  sets  very  quickly  under  water. 
When  the  clay  is  mixed  with  stones  or  gravel,  he  stirs  it  up  with 
water  in  a  basin,  and  allows  the  fluid  mixture  from  the  top  to  run 
over  into  a  second  basin,  in  order  to  get  rid  of  the  stones,  after  which 
he  mixes  this  liquid  clay  with  the  slaked  lime  powder,  and  he  says 
that  it  is  more  convenient  for  use  in  this  stale,  than  if  it  were  stiflTer. 

The  above  rules  for  making  artificial  hydraulic  lime  have  been 
extracted  from  a  Treatise  published  by  him,  at  Paris  in  1818,  entitled 
'  Experimental  Researches  on  Limes  for  Building,'  &c,  &c.* 

(lvii)  In  a  second  Treatise  on  the  same  subject  published  by  him 
in  1828,  he  describes  the  manner  of  making  artificial  hydraulic  lime 
actually  adopted  at  a  manufactory  set  up  at  Meudon  near  Paris,  by 
Messrs.    Bryan  and  St.   Leger,   the  latter  being  no  doubt  the  same 

*  Rccherclies  experimentales  sur  les  Chaux  de  construction,  let  Bi-tons 
et  les  Mortiers  Ordinaires;  par  L.  I.  Vicat,  ancien  cleve  de  1'  Ecole  Poiy- 
technique,  Ingenieur  du  Corps  Royal  des  Ponts  et  Cliauss^es  de  France. 
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person,  who  tnok  out  the  patent  for  making  that  article  in  England 
ID  181S  (Xlli).  1  he  artificial  lime  made  at  Mtudon  was  roniposed 
of  the  chalk  of  that  neighbourhood,  and  of  ihe  cla}'  of  Vaugirard, 
which  were  previously  divided  into  fragments  of  the  size  of  a  man's 
fist.  A  mill  precisely  resembling  the  washmill  of  our  English  brick- 
roakers,  and  worked  by  two  horses,  breaks  down  and  mixes  these 
ingredients  with  water,  in  a  circular  groove  of  two  metres  jn  extreme 
diameter.  Four  measures  of  chalk  and  one  of  clay  are  successively 
thrown  in,  which  after  an  hour  and  a  half  form  a  mass  of  1^  cubic 
metre  of  thin  paste,  which  is  allowed  to  run  into  a  reservoir  and 
wheD  by  continually  adJing  ntore  chalk  aud  clay  this  becomes  full,  the 
contents  ruu  over  into  a  second  reservoir,  on  a  lower  level,  and  in  like 
manner  they  fall  from  this  into  a  third,  and  so  on,  there  being  four 
or  five  in  all,  aud  from  the  last  the  clear  water  is  allowed  lo  run  off 
into  a  drain.  A  second  set  of  similar  reservoirs  is  employed  in 
receiving  more  of  the  same  fiuid  mixture,  whilst  that  contained  in 
the  former  is  acquiring  the  proper  consistency,  which  is  expedited 
by  usinsr  shall'.w  re-strvoirs,  in  preference  to  deep  ones. 

When  stiff  enough,  the  paste  is  mouldtd  into  solids  of  a  rejular 
form,  5000  of  which  lueasuring  G  cubic  metres  may  be  made  by  one 
man  tasked  in  the  course  of  a  day,  and  which  after  being  dried  are 
burned  by  a  mixture  of  coak  and  coals.* 

(lviii)  At  the  period  of  his  second  publication,  M.  Vicat  had 
discovered  that  the  finest  and  softest  clays  were  the  best;  and  although 
he  still  seems  lo  consider  the  double  burning  as  yielding  rather  a 
better  lime,  he  bad  so  far  relaxed  in  his  opposition  to  grinding  soft 
lime  stones,  and  burning  them  only  once,  that  he  admits  it  to  be  pre- 
ferable, inasmuch  as  he  states,  that  the  cubic  metre  of  artificial 
hydraulic  lime,  thus  made  of  chalk  and  clay,  would  cost  only  30 
francs  in  the  provinces,  but  that  if  made  by  the  process  of  double 
burniue,  it  would  cost  40  francs. 

(lix)  M.  Vicat's  object  is  evidently  not  to  form  what  we  call  a 
Water  Cement  in  England,  which  at  the  period  of  his  first  publica- 
tion was  scarcely  known  and  seldom  or  never  used  in  France,  but  to 
form  a  hydraulic  lime.  When  he  wrote  his  first  Treatise,  he  attached 
so  little  value  to  water  cements,  that  he  scarcely  noticed  them  :  and 
even  in  18*28,  when  he  devoted  one  entire  chapter  to  this  subject, 
after  observing  that  there  was  a  very  great  consumption  of  the 
natural  cements  irapropeily  termed  Roman  cement  in  London,  he 
proceeds  to  state  '  that  the  use  of  them  must  infallibly  be  diurinished 

*  as  soon  as  the  mortars  made  of  very  powerful  hydrau'ic  limes  shall 

*  be  belter  known,  and  crmsequently  better  appreciated  in  England.' 
In  this  opini<in,  I  apprehend  that  he  is  mistaken.  The  blue  lias, 
one  ol  the  strongest  hydraulic  limes  in  nature,  is  well  known  in 
London,  and  the  Dorking  aud  Hailing  limes  also  having  hydraulic 
properties  are  in  common  use,  but  will  never  supersede  cement.  1 
couctive  that  the  converse  of  M.  Vicat's  proposition  is  more  likely  lo 

•  Heuce  each  of  these  small  prisms  as  he  terms  tbem,inn<t  measnre  about 
73  English  cubic  inches. 
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be  verified,  namely  that  when  the  use  of  water  cements  shall  be  betttr 
uiiderslootJ  and  appreciated  in  Fiance,  they  will  supersede  the  liydi  a  ulic 
limes  in  some  measure  in  certain  districts,  but  never  entirely,  because 
both  are  good  in  their  way,  and  the  consumption  of  each  must  de- 
pend un  the  comparative  expense,  which  may  vary  in  diftereut  parts 
of  so  extensive  a  c>)untry. 

(lx)  After  the  above  observation,  on  which  I  have  commented, 
RI.  Vicat  proceeds  to  state,  that  natural  cements  similar  to  those  of 
England  had  also  been  found  in  France  and  Kussia,  which  he  says 
may  be  imitated  artificially  by  burning  suitable  proportions  of 
ochery  or  brown  clay,  and  chalk,  namely,  a  mixture  of  liG  parts  of 
the  former  with  100  parts  of  the  latter.  But  he  adds,  ♦  it  is  only 
'  fair  to  confess  that  none  of  the  artificial  cements,  hitherto  obtained 
'  by  this  process,  have  equalled  the  natural  cements  of  England  in 
•  hardness.'  Hence  considering  the  sort  of  prejudice  against  them 
in  France,  evinced  not  only  by  M.  Vicat  but  by  General  Treussart,as 
will  afterwards  be  noticed,  I  do  not  think  it  probable  that  any  further 
attempts  to  imitate  them  have  since  been  m.ide  in  that  country,  and 
upon  the  nhole  1  feel  persuadtd  that  no  artificial  cement  ecinal  in 
efficiency  to  the  best  water  cements  of  nature  was  ever  produced, 
until  we  undertook  the  task  at  Chatham  ;  certainly  not  in  En-iiand, 
for  if  Mr.  Frost's  experiments  at  that  lime  had  been  successful,  I 
woidd  have  abstained  from  doing  any  thing  fuilher  than  verifving 
them,  because  the  fifkl  ol  Practical  Architecture,  into  which  my  duty 
led  me,  is  wide  enongh  to  induce  any  peison  who  values  his  own 
time,  not  to  waste  it  by  endeavouring  u>  improve  U[)on  that,  which  is 
already  sufficiently  ptrftct. 

Of  M.  ViciiC s  furlher  Proceedings  as  described  In  the  Treatises 
published  by  him  in  1818  and  1828. 

{j,xi)  His  second  Treatise  professes  to  be  a  compendious  state- 
ment of  what  was  positively  ki.own  at  that  time  respecting  the 
qualities,  the  sekclion,  and  the  most  suitable  combination  of  the, 
ingredients  pmper  for  making  common  and  hydraulic  mortars.* 
On  perusing  both,  1  find  this  supplementary  treatise  a  very  great  ini- 
provement  upon  the  first,  which  is  rather  obscure,  and  therefore  in 
giving  a  synopsis  of  his  opinions,  I  shall  generally  fcdlow  his  last 
publication  in  preference,  which  is  not  only  clearer  and  more  me- 
thodical, but  which  had  the  advantage  of  being  written  after  :he 
author  had  profiled  by  the  experience  of  teir  years,  devoted  to  the 
same  important  pursuit,  as  well  a's  by  the  information  derived  from 
other  French  Errginecis  or  Men  of  Scierrce,  whose  atteirlion  was 
drawn  to  the  same  sul)ject  by  his  first  publication,  which  was  at 
variance  with  iirany  of  the  doctrines  then  generally  receiver!  in  France. 
In  the  chemical  analysis  of  the  various  natural  hydraulic  limes,  puz- 

•  '  R^sum^  des  Connaissanccs  positives  actnelles  sur  les  qiialitts,  le  clroix 
'  et  la  convcnance  rcciproqire  des  niaterraux  proprcs  a  la  laiiricatiori  des 
»  Mortiers  et  cimerUs  calcaircs,  snivr  de  Notes  et  Tableaux  d'oxpcrrences 
'  jnslificatives,  par  L.  I.  Vicat,  Ingenicur,  en  chef  des  Ponts-et-Chaussc^s, 
'  ancicn  Clove  de  I'  Ecole  PolytcclrHique,  Mcnibre  de  la  Legion  d'honnwir.' 
Paris,  1828. 
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zolanas,  and  other  earths  experimented  upon,  he  was  indebted  to  the 
valuable  labours  of  M.  Berthier,  Director-General  of  the  School  of 
Mines,  and  also  to  Dr.  John  of  Berlin,  whose  previous  proceedings 
in  the  same  career  of  useful  experiment  were  before  noticed. 

M.  Vicat  states  in  the  preface  to  his  second  treatise,  that  in 
studying  the  nature  and  use  of  limes  and  mortars,  he  found  such 
very  discordant  opinions  advanced,  both  by  writers  and  by  practical 
men,  as  induced  him  to  investigate  the  subject  experimentally  in 
ISI'i,  in  order  if  possible  to  lay  down  correct  principles,  in  place  of 
this  sort  of  chaos,  or  want  of  positive  knowledge  on  ihe  subject, 
which  had  led  to  the  premature  degradation  of  many  important 
works,  exposed  to  the  action  of  water,  such  as  sluices,  docks,  bridges, 
wharfs,  &cc,  in  consequence  of  the  mortar  being  washed  out  of  the 
joints,  which  rendered  their  preservation  impracticable  without  fre- 
quent and  expensive  repairs.  Apparently  patronized  hy  his  superiors 
and  by  the  Government  of  France,  in  consequence  of  his  exertions, 
for  at  the  period  of  his  second  publication,  he  is  styled  Chief  En- 
gineer of  Bridges  and  Hoads,  and  a  Member  of  Ihe  Legion  of 
Honour,  it  is  admitted  even  by  General  Treussart,  who  differed  ma- 
terially from  him  in  opinion,  that  his  labours  had  been  extremely 
useful,  by  drawing  public  attention  to  the  great  importance  of 
hydraulic  mortars,  and  by  exposing  the  inefficiency  of  common  lime 
mortals,  which  Hoes  not  appear  to  have  been  properly  understood  in 
France,  when  iM.  Vicat's  first  publication  appeared.  This  much 
beins:  premised,  1  shall  now  proceed  to  give  an  abstract  of  his 
opiuinus. 

(r.xii)  Of  Lime  Stones  and  the  various  sorts  oj"  Lime  tcltich  they 
produce.       (.Section  1.   Chup.  1.) 

After  having  defined  the  pure  and  mixed  carbonates  of  lime,  and 
explained  the  usual  mode  of  testing  them  by  diluted  acids,  in  which 
the  former  dissolve  wholly,  the  latter  partially,  with  effervescence, 
he  observes,  that  the  most  satisfactory  practical  mode  of  judging  of 
their  quality  is  the  following. 

Break  the  stone  into  pieces  of  the  size  of  walnuts,  and  put  them 
into  an  earthen  vessel  with  holes  to  admit  of  the  circulation  of  air, 
which  must  be  placed  in  the  middle  of  a  kiln  for  burning  earthenware, 
or  of  a  brick  or  lime  kiln,  if  the  fewel  used  be  wood:  and  at  the 
end  of  15  or  20  hours,  take  out  the  quicklime  thus  obtained,  and 
put  it  whilst  still  hot  into  jars,  or  large  mouthed  bottles  perfectly 
dry,  which  must  be  sealed  up  hermetically  in  order  to  preserve  the 
quicklime  in  its  perfect  caustic  state,  until  the  time  fixed  for  experi- 
menting upon  it.  It  must  then  be  taken  out  of  the  bottle,  and  a 
quantity  equal  by  measure,  including  the  interstices  between  the 
pieces,  to  about  1  litre  or  (il  cubic  inches  English,  must  be  put  into 
a  net  or  basket,  and  plunged  under  pure  water  for  five  or  six  seconds 
only,  and  then  drawn  out  again,  when  after  allowing  the  water  to 
drain  off  for  a  moment,  it  must  be  emptied  into  a  moitar  of  stone  or 
cast  iron,  when  the  following  effects  will  take  place,  according  to  the 
quality  of  the  lime. 
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1st.  It  may  hiss,  crack  and  swell,  tlirowing  out  a  great  quantity 
of  hot  vapours,  aiul  fall  down  in  powder  almost  instantaneously. 

■2dly.  It  may  remain  inactive,  but  for  a  period  not  exceeding  5 
or  ()  minutes,  after  which  the  same  etiects  will  take  place. 

3dly.  The  linje  may  remain  inactive  for  a  longer  period,  such  as 
a  quarter  of  an  hour,  after  which  it  will  begin  to  emit  vapours,  but 
not  so  hot  as  in  the  former  case,  and  to  split  and  fall  to  pieces,  but 
not  bursting  violently  with   noise. 

4lhly.  Similar  effects  may  not  take  place  for  one  or  even  for 
several  hours  after  immersion,  and  in  this  case  it  will  crack  or  split, 
but  without  noise,  and  very  little  vapour  or  heat  will  be  disengaged. 

5lhly.  The  slaking  may  commence  at  longer  and  very  variable 
periods,  the  heat  produced  being  only  perceptible  to  the  touch,  and 
ijie  lime  either  falling  down  into  an  imperfect  powder,  or  not  forming 
a  powder  at  all. 

He  states,  that  in  endeavouring  to  ascertain  the  hydraulic  proper- 
ties of  any  lime,  the  experimenter  must  not  in  any  case  wait  for  the 
end  of  the  above  process,  but  as  soon  as  it  begins  to  crack,  water 
must  be  poured  into  the  vessel  containing  it,  not  over  the  lime  itself 
but  along  one  side  so  as  to  run  freely  down  to  the  bottom,  where  it 
will  be  absorbed  by  the  parts  first  slaked.  The  lime  must  then  be 
worked  up  with  a  spatula,  adding  water  if  necessary  in  moderate 
quantity  so  as  not  to  drown  it,  and  finally  the  pestle  must  be  used 
to  beat  it,  and  the  whole  must  be  brought  into  the  consistency  of 
stifiish  clay. 

In  this  state  the  lime  must  be  left  to  itself,  till  all  the  lazy  parti- 
cles shall  be  slaked.*  The  end  cf  this  process  which  may  require  two 
or  three  hours,  or  more,  will  be  announced  by  the  complete  cooling 
of  the  whole  mass.  It  must  then  be  beaten  again  by  the  pestle  ; 
adding  water  if  necessary,  till  it  is  worked  up  into  a  stiff  paste  of  the 
consistency  of  potter's  earth  ready  for  use,  which  he  calls  an  argil- 
laceous or  plastic  consistency,  in  which  state  it  must  be  put  into  a  small 
vessel  rather  high  than  broad,  such  as  a  mustard  pot  or  deep  glass,  so 
as  to  fill  two  thirds  or  three  fourths  of  the  vessel,  briiiging  the  paste  to 
a  level  surface  at  top.  It  must  then  be  labelled,  and  put  under  pure 
water,  noting  the  hour  and  day  of  immersion. 

After  studying  for  fourteen  years  the  most  remarkable  limes  of 
France,  >1.  Vicat  has  been  induced  to  divide  them  into  5  classes. 

1st.  Fat  Limes,  whose  volume  may  be  doubled  or  more  by  the 
common  mode  of  slaking,  and  whose  consistency,  after  several  years 
of  immersion,  is  the  same  nearly  as  it  was  on  the  first  day,  and  which 
will  dissolve  entirely  in  pure  water  frequently  changed. 

2nd.  Lean  Limes  are  those  whose  volume  increases  very  little 
or  not  at  all,  by  slaking,  and  which  when  put  under  water  are  acted 
upon  like  the  fat  limes,  excepting  that  they  dissolve  only  partially, 
leaving  a  soft  residue. 

3rd.  Aloderaie/t/  Hydraulic  Limes  are  those  which  set  under 
water  after  15  or  20  days'  immersion,  and  continue  to  harden  ;  but 

•  A  term  applied  by  the  French  to  slow  setting  quicklimes,  or  portions 
of  quicklime. 
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thf'ir  prosress  becomes  slower  and  slower,  especially  after  the  sixth 
or  tlje  eighth  month.  At  the  end  of  a  year  their  consistency  is  like 
that  of  dry  soap.  Their  increase  of  hulk  in  slaking  is  moderate, 
often  equalling  that  of  the  lean,  but  never  that  of  the  fat  limes. 

4th.  Hydraulic  Limes  are  those  which  set  after  G  or  8  days' 
immersion,  and  continue  hardening.  The  progress  of  their  solidifi- 
cation may  extend  to  the  twelfth  month,  but  the  greater  part  of  it 
usually  takes  place  in  G  months.  Their  increase  of  bulk  in  slaking 
is  always  very  moderate,  like  that  of  lean  limes. 

5th.  Eiuitiently  Hydraulic  Limes  are  those  which  set  in  from 
2  to  4  days'  immersion.  After  a  month  they  are  already  very  hard, 
and  altogether  insoluble.  In  the  sixth  month  they  resemble  ab- 
sorbent calcareous  stones,  fit  for  ashlar  masonry.  They  break  into 
splinters  on  being  struck,  and  present  a  conchoidal  fracture.  Their 
increase  of  bulk  in  slaking  is  very  moderate. 

He  considers  that  the  lime  has  set,  when  a  knitting  needle  VI 
millimetre,  or  about  l-20th  part  of  an  Knglish  inch,  in  diameter, 
with  the  pr)int  filed  ofl",  does  not  sink  into  it  when  loailed  with 
a  weight  of  3  tenths  of  a  killogramme,  or  about  2  thirds  of  a  pound 
avoirdupois.  In  this  state,  it  resists  the  action  («f  the  finger  pushed 
against  it  with  moderate  force,  and  will  not  yield  without  breaking. 

In  respect  to  their  component  parts  as  ascertained  by  chemical 
analysis,  he  observes  that  fat  limes  either  consist  of  pure  caibonatc 
of  lime,  or  of  a  mixture  of  carbonate  of  lime,  with  a  proportion 
not  exceeding  G  per  cent  in  all,  of  silica,  alumina,  magnesia, 
iron  and  manganese.  Bituminous  or  fetid  limes  also  belong  to 
this  class.  He  states  that  lean  limes  consist  of  carbonate  of  lime 
mixed  with  a  proportion  of  the  same  substances  not  exceeding 
from  15  to  30  per  cent  of  the  whole  compound  :  that  moderately 
hydraulic  limes  contain  a  proportion  not  exceeding  10  or  12  per 
cent;  that  hydraulic  limes  contain  a  proportion  not  exceeding 
from  15  to  18  per  cent;  and  eminently  hydraulic  limes,  a  propor- 
tion varying  from  20  to  25  per  cent  of  the  same  substances 
before  enumerated  ;  observing  however  that  silica  and  alumina  are 
the  most  important  extra  ingredients  necessary  for  forming  good 
hydraulic  limes,  especially  the  former,  which  ouuht  to  be  in  excess, 
but  that  the  magnesia  and  manganese  are  often  wanting. 

(LXIIl)      Of  burniny  Lime.       (C'liiip.2.) 

ye  then  treats  of  various  sorts  of  limekilns,  which  he  illustrates 
by  drawings,  and  recommends  one  7  metres  high,  2  metres  in  dia- 
meter at  top,  r2  metres  at  bottom,  and  3  metres  in  diameter  at  the 
height  of  about  3  metres  from  the  bottom,  having  2  or  more  eyes, 
or  fire  holes  at  bottom,  as  being  one  of  the  best.  He  recommends 
also  another  of  the  same  height  and  general  form,  but  only  about 
three  fourths  of  the  former  in  extreme  diameter,  and  having  only  I 
eye,  as  being  equally  good.* 

•  The  largest  of  these  is  nearly  23  Ensli^h  feet  hit;!!,  4  feet  in  diameter  at 
bottom,  (ij  feet  in  diameter  at  (up,  and  nearly  10  feet  iu  diameter  at  the 
iiitcrnie(iiat«  iieight  of  about  10  t'eet  from  the  bottom. 
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In  France  they  reckon  (hat  3  cubic  n)etrcs  of  hard  lime  stone  will 
require  about  1  ciilfic  metre  of  coals,  but  that  soft  lime  stones  or 
chalks  reijuiie  less. 

(lxiv)  After  describing-  (in  Chap.  3)  the  process  of  niakino- 
arliiicial  lime,  which  I  inserted  beibre,  and  will  not  repeat  here,  he 
explains  the  several  modes  of  slaking  lime. 

Fir.sf,  the  conniiun  viode  of  Slakhiy  Lime.  {Chap,  4.) 

l^e  observes  that  the  proper  rule  is  to  use  such  a  quantity  of 
water  as  to  reduce  it  into  the  state  of  a  slitlish  paste,  which  method 
the  author  observes  is  abused  by  the  workmen  of  France,  who  run 
their  lime  witli  great  excess  of  water  into  a  reservoir  in  a  fluid  state. 
"When  thus  drowned  it  loses  the  greater  part  of  its  adhesive  pro- 
perties. 

Fat  limes,  slaked  into  a  very  stiff  paste,  attain  from  2  to  3  times 
their  former  bulk.  Lean  limes,  most  hydraulic  limes,  and  all  very 
powerful  hydraulic  limes  only  increase,  under  the  same  circumstances, 
from  one  to  one  and  a  quarter  or  to  one  and  a  half  of  their  former 
bulk. 

In  slaking  fat  lime  by  the  common  method,  if  more  water  be 
thrown  upon  any  unslaked  parts  which  have  burst  but  still  remain 
dry,  a  hissing  like  that  of  hot  iron  takes  place,  and  what  is  remark- 
able the  lime  thus  sprinkled  slakes  badly  and  remains  lumpy, 
especially  if  the  water  be  cold.  In  preparing  lime  for  whitewashing, 
excess  of  water  must  be  used  to  guard  against  this  effect. 

All  limes,  but  especially  tlje hydraulic  ones,  become  lazy  or  slow 
of  slaking,  when  rendered  stale  by  exposure  to  air. 

Secondhj.     Slakinr)  bi/  Iiivnersion. 

Lime  is  said  to  be  slaked  by  this  process,  when  it  is  plunged 
under  water  for  a  few  seconds  and  pulled  out  again,  after  which  it 
hisses,  bursts  with  noise,  and  falls  down  into  a  fine  powder.  In 
this  state  it  will  keep  a  long  time,  if  preserved  from  damp.  It  does 
not  heat  again,  when  mixed  \s  ith  water. 

A  hundred  parts  of  fat  lime  thus  slaked  only  absorb  18  parts  of 
water,  whilst  the  hydraulic  limes  take  from  20  to  35,  being  in  the  in- 
verse proportion  of  what  takes  place  by  the  common  mode  of  slaking. 

Very  fat  limes,  if  broken  large  before  immersion  and  laid  out  on 
a  level  surface,  do  not  fall  down  into  powder,  but  more  than  half 
the  quantity  remains  in  small  lumps  of  the  size  of  pease.  This  diffi- 
culty is  surmounted  by  breaking  the  quicklime  previously  into  pit'<-es 
not  larger  than  walnuts,  and  putting  them  after  immersion  into 
casks  or  cases,  which  by  concentrating  the  heat  causes  the  lime  to 
fall  d(»wn  into  powder  in  a  satisfactory  manner. 

One  measure  of  fat  lime  pulverized  when  fresh  from  the  kiln,  is 
only  equivalent  to  1-5  or  to  T?  measure  of  slaked  lime  powder; 
but  the  hydraulic  limes  under  the  same  circumstances  yield  from 
ro  to  2-18  measures  of  slaked  lime  powder. 

Thirdlij.     Spontaneous  Slakhit/. 

Limes  may  be  slaked  spontaneously  by  continued  exposure  to 
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air,  which  causes  them  to  fall  down  in  a  very  fine  powder.  In  this 
process  the  fat  limes  increase  in  the  proportion  of  2  fifths  of  their 
original  weight,  and  in  bulk  from  1  volume  of  pulverized  quicklime  to 
3'52  volumes  of  slaked  lime  powder.  The  hydraulic  limes  usually 
absorb  only  1  eighth  of  their  weight  of  water,  and  increase  in  bulk 
from  1  of  pulverized  quicklime  to  between  1-75  and  2  55  volumes 
of  slaked  lime  powder,  measured  without  heaping  or  compressing. 

Hereupon  he  observes,  that  on  making  up  the  slaked  lime  powder 
obtained  by  the  second  and  third  methods  into  a  paste  with  water, 
of  the  same  consistency  as  the  slaked  lime  paste  obtained  by  the 
first  method,  equal  volumes  of  the  pastes  thus  formed  with  the  same 
sort  of  lime,  will  neither  contain  the  same  quantity  of  lime  nor  of 
water. 

Every  sort  of  quicklime  exposed  to  air  under  cover,  gradually 
recovers  the  carbonic  acid  which  is  necessary  to  saturate  it,  in  a 
time  varying  according  to  the  nature  and  mass  of  the  lime. 

^A'hen  fat  limes  are  laid  out  in  layers  of  2  centimetres  rather 
more  than  3  quarters  of  au  English  inch  in  thickness,  10  months  are 
sufficient,  after  which  100  parts  of  quicklime  will  have  absorbed  74 
parts  of  carbonic  acid  and  17  of  water.  W  hen  hydraulic  limes  are 
exposed  under  the  same  circumstances,  they  complete  the  same  task 
in  the  7th  or  8th  month,  after  which  100  parts  of  quicklime  com- 
bined with  1  fifth  of  clay  will  have  absorbed  54  parts  of  carbonic 
acid  and  15  of  water. 

Ever)'  lime  slaked  by  immersion  and  then  exposed  to  air  under 
cover,  gradually  absorbs  carbonic  acid  and  water,  but  to  a  certain 
point  only.  .  For  example,  100  parts  of  lat  lime  thus  slaked,  after 
7^  months  exposure,  only  acquire  30"  15  parts  of  carbonic  acid,  and 
23"85  of  water.  100  parts  of  the  hydraulic  lime  before  described 
under  the  same  circumstances,  only  acquire  16  parts  of  carbonic 
acid,  and  25  of  water.  The  weight  of  the  slaked  lime  powder  after 
this  period  never  increases  perceptibly,  but  only  varies  according  to 
the  hvarometrical  state  of  the  atmosphere. 

Hence  immediate  immersion  deprives  fat  limes  and  hydraulic 
limes  for  ever  of  the  power  of  recovering  the  same  qmntity  of  car- 
bonic acid  that  was  driven  out  of  them  by  calcination. 

In  working  on  a  great  scale,  fat  limes  slaked  by  the  common 
method  are  preserved  in  the  same  state  in  impervious  reservoirs 
covered  with  30  or  40  centimetres,  from  about  12  to  IG  English 
inches,  of  sand  or  fresh  earth.  After  being  slaked  by  immersion 
or  spontaneously,  they  may  be  preserved  a  long  time  in  the  same 
state  in  casks  uoder  sheds,  or  in  large  cases  covered  with  cloth  or 
straw. 

The  hydraulic  limes  soon  set  in  reservoirs,  and  can  only  be  pre- 
served in  a  serviceable  state,  if  required  to  be  transported  to  some 
distance,  in  powder  slaked  by  immersion,  and  packed  in  casks  or 
sacks.  But  they  may  also  be  preserved  in  the  state  of  quicklime 
from  the  kilo,  by  placing  a  mass  of  these  lumps  well  packed  toge- 
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ther,  on  a  bed  of  slaked  lime  powder  obtained  by  immersion,  on  the 
floor  of  a  shed,  and  covering  the  heap  with  a  layer  of  quicklime 
applied  imroedialely  atler  immeision,  which  falling  down  into  pow- 
der will  till  ihe  interstices  of  the  lime,  and  envelope  it  sutficiently  to 
protect  ii  from  air  and  damp. 

Not  having  myself  tried  ihe  strength  of  what  M.  Vicat  calls  fat, 
hydraulic,  and  eminently  hydraulic  limes,  after  slaking  them  in 
various  modes,  I  cannot  say  rao?e  upon  his  nice  distinctions  in  re- 
spect to  the  slaking  of  limes,  than  to  express  my  doubts  as  to  the 
accuracy  of  his  opinions  on  this  head,  which  do  not  carry  convic- 
tion to  aiy  mind,  e?;cept  so  far  as  his  objections  to  excess  of  water 
extend,  for  both  in  cement  and  in  iinift  I  have  found  by  experi- 
ment, that  what  M.  Vicat  aptly  terms  drowning  is  prejudicial  to 
them. 

(LXV)     0/  the  Hydrates  of  Lime.      [Chap,  v.) 

M.  Vicat  next  treats  of  these,  which  he  defines  to  be  the  solid 
bodies  resulting  from  the  simple  combination  of  lime  and  water,  the 
study  of  which  he  observes  would  be  uninteresling,  if  it  were  not  in 
its  consequences  connected  with  the  most  important  facts  in  the 
history  of  mortrrs. 

Several  experiments  proved,  that  the  quantity  of  water  employed 
in  the  slaking  of  lime  has  a  great  eflVct  upon  the  hardness  of  the 
hydrate,  that  results  from  it;  since  too  little  water  does  not  bind, 
whilst  an  excess  of  waver  rendeis  the  mass  thus  formed  porous  and 
friable,  if  it  should  not  shrink  properly  in  drying.  The  same  eflect 
is  observed  in  plaster. 

The  consistency  which  produces  the  greatest  hardness  is  at  once 
ductile  and  fiim,  like  that  of  potter's  earth,  ready  for  use,  as  before 
iDPntioned.  He  aUvays  endeavouied  to  give  this  consistency  to  the 
hydrates  oi' lime,  or  lime  pastes,  which  he  employed  in  his  experiments. 

Having  prepared  several  limes  in  this  manner,  and  exposed 
them  in  the  form  of  reciangular  prisms  to  the  air  for  a  year,  the  fol- 
lowing observations  were  made. 

1st.  The  caibonic  acid  from  the  atmosphere  gradually  attaches 
itself  to  these  hydrates,  and  converts  them  mto  carbonates,  extend- 
ing by  degrees  from  the  surface  inwards.  The  thickness  of  the 
portion  thus  carbonated  is  at  the  end  of  a  year  scarcely  6  millimetres 
or  less  than  a  quarter  of  an  English  inch,  for  hydraulic  linies,  but 
only  from  one  half  to  one  third  of  that  thickness  for  fat  limes.  This 
may  be  discovered  after  making  sections  of  these  prisms  with  a 
small  saw  made  of  watch  spring,  in  coloured  limes,  by  a  difference 
of  colour,  in  white  ones  by  applying  litmus  paper  slightly  wetted 
to  the  surface  of  these  sections. 

The  annual  progress  of  the  carbonic  acid  diminishes  rapidly,  in 
proportion  to  the  depth  from  the  surface,  varying  also  from  different 
contingencies,  and  in  proportion  as  the  mass  is  of  an  open  or  close 
grained  texture. 

•2dly.     The  hardness  of  the  hydrates  of  lime  depends  upon  the 
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mode  of  slakins:-  In  fat  limes  the  order  of  stiperiority,  is  first  com- 
mon slaking,  secondly  spontaneous,  and  thirdly  t»y  immersion:  but 
in  hydraulic  and  eminently  hydraulic  limes,  the  order  ot  superiority 
is  first  common  slaking,  secondly  by  immersion,  and  thirdly  spon- 
taneous. 

He  concludes  this  part  of  his  subject  by  stating,  1st,  that  his 
experiments  have  proved  that  certain  very  fat  and  colourless  limes 
may  form  with  water  alone  bodies  quite  as  hard  as  a  number  of 
natural  stones,  ^dly,  that  carbonic  acid  gradually  augments  the 
hardness  of  those  portions,  in  which  it  fixes  itself,  3dly,  that 
hydraulic  limes  of  every  sort,  mixed  with  water  alone,  only  produce 
light  bodies  of  moderate  hardness,  and  4lhly,  that  carbonic  acid 
also  increases  the  hardness  of  these  hydrates,  but  never  renders  it 
equal  to  that,  which  it  communicates  to  white  fat  limes. 

(LXVI)      Of  the  Action  of  IVuter  upon  ihe  Hi/drutes  of  Lime. 

M.  Vicat  observes,  that  wa'er  dissolves  ail  the  non-carbonated 
parts  of  the  hydrates  of  fat  lime,  h-^wever  great  t!j&ir  cohesion  may  be. 

If  from  the  same  fat  lime,  hut  slaked  by  the  three  diHcrent  modes 
before  described,  three  hydrates  of  a  firm  and  perfectly  equal  con- 
sistency be«ibtained  ;  and  if  they  be  immediately  immersed  under 
pure  water,  the  hydrate  obtained  by  common  slakmg  will  absorb  4 
per  cent  of  water  after  one  month,  the  hydrate  obtained  afttr  slak- 
ing by  immersion  will  absorb  lOS  percent  of  water  in  2.^  months, 
but  that  obtained  after  spontaneous  slaking  will  absorb  24  G  per 
cent  in  2 J  months,  after  which  they  will  be  saturated. 

He  observes  that  after  slaking  fat  lime  by  the  second  and  third 
modes,  ami  makiiig  it  into  a  stiff  paste  with  water,  the  hydrates 
thus  produced  will  absorb  more  water  until  saturated,  which  how- 
ever only  produces  increased  density  and  consequently  hardness, 
without  any  perce|)tihle  change  of  bulk.* 

He  states  that  hydraulic  and  eminently  hydraulic  limes,  when 
immersed  in  the  state  of  a  very  soft  paste,  contain  snperfiuous  water 
which  they  afterwards  reject  in  setting;  but  in  the  state  of  a  very 
stiff  paste,'  they  set  more  quickly,  absorbing  an  additional  quantity 
of  water  in  this  process,  and  in  the  end  obtain  a  greater  degree  of 
hardness  than  the  softer  pastes. 

Every-  hvdraulic  lime  that  has  set  in  the  air  may  be  immersed 
without  being  perceptibly  acted  upon  by  water. 

He  observes  that  the  hydrates  of  fat  limes  can  be  of  very  little 
use  in  Practical  Architecture.  The  principal  difficulty  arises  from 
the  shrinking,  which  takes  place  in  hardening  in  the  air,  especially 
after  the  common  mode  of  slaking,  so  that  in  large  masses,  of  com- 
plicated forms,  made  in  moulds,  the  paste  adheres  to  the  sides, 
cracks  take  place,  and  only  fragments  are  obtained,   and  he  says 

•  I  cannot  comprehend  these  statements  in  which  there  may  be  ?ome 
tvpoijraphical  error,  or  somethine  left  anexplained  by  the  author,  as  I  have 
always  found  the  hydrates  of  chalk  lime  go  to  pieces  when  immediately  im- 
mersed. 
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he  has  found  that  beating  the  lime  paste  well  does  not  prevent  it 
from  going  to  pieces,  especially  in  using  very  fat  limes,  which  shrink 
the  most.  But  the  hydrates  of  veiy  fat  wliite  limes,  when  made  into 
small  squares  and  allowed  to  dry  on  a  surface  to  which  they  do  not 
adhere,  become  extremely  hard,  and  capable  of  receiving  a  fine 
polish  resembling  beautiful  white  marble,  and  may  be  prepared  at 
a  moderate  expense  for  various  useful  purposes,  such  as  mosaic 
pavements,  &c. 

INI.  Vicat  observes,  that  hydraulic  limes  in  the  state  of  hydrates 
or  mixed  with  water  alone,  can  only  be  employed  successfully  under 
ground  or  in  water.  But  as  they  would  not  under  those  circum- 
stances answer  better  than  the  mortar  made  by  mixing  them  with 
sand,  it  would  evidently  be  improper  ever  to  employ  them  with 
water  alone. 

Upon  the  foregoing  parts  of  M.  Vicat's  Treatise,  I  shall  remark, 
that  some  of  his  statements  are  in  direct  contradiction  to  the  results 
of  my  own  experiments,  upon  which  I  naturally  place  greater  con- 
fidence. For  example  he  states,  that  fat  limes  slaked  by  the  com- 
mon mode  produce  a  paste  of  2  or  3  times  their  former  bulk,  whereas 
the  chalk  lime  experimented  upon  by  me  rather  lost  than  gained  in 
bulk,  when  made  into  a  paste  (see  Table  xiv,  Article  2D7)  ;  also 
that  the  hydrates  of  fat  limes  are  much  harder  than  those  of  hy- 
draulic limes,  which  is  contradicted  by  my  experiments,  recorded 
in  Table  xii  {'211),  in  which  the  resistance  of  the  chalk  lime  of 
Chatliam  one  of  the  fattest,  was  scarcely  one  fourth  of  that  of  the 
blue  lias,  one  of  the  most  endnently  hydraulic  limes  in  nature.  In- 
deed the  small  prisms  made  by  n)e  of  the  former,  so  far  from 
rivalling  the  hardness  and  beauty  of  white  marble,  never  attained 
sufficient  consistency  to  resist  the  foot  of  a  man  treading  upon  them, 
which  invariably  crushed  them  to  jiieces. 

(lxvii)  OJ'  the  Ingrediejifs,  iv/tich  combine  tcilh  Lime  in  the 
Jormafion  of  Common  or  lli/druulic  Mortars.    [Section  2,  cliap.  G.) 

Of  Sands.  Here  M.  Vicat  commences  by  defining  sand, 
which  he  distinguishes  from  dust,  by  observing  that  the  finest  sands 
fall  down  in  clean  water  without  perceptibly  altering  its  transparency. 
He  observes  that  calcareous  sand  is  seldom  found  in  nature,  be- 
cause the  hard  lime  stones  do  not  break  into  small  grains  by  disin- 
tegration, like  the  granitic  rocks.  If  soft  they  crumble  into  dust ;  if 
hard   they  splinter. 

Areues  and  Psumynitcs.  He  describes  the  first  of  these  sub- 
stances as  being  a  sand  generally  cpiartzose  or  siliceous,  but  mixed 
with  clay  of  various  colours,  in  the  proportion  of  from  one  fourth  to 
three  fourths  of  the  whole.  This  argillaceous  sand  usually  occupies 
the  summits  of  round  hills  of  moderate  height,  but  is  also  sometimes 
found  in  veins  in  the  crevices  of  calcareous  rocks.  He  next  defines 
psammites,  consisting  of  grains  of  quartz,  schist  and  feld  spar,  and 
flakes  of  mica,  united  together  mechanically  by  a  variable  medium. 
Most  of  these  enter  into  the  class  of  rocks,  but  the  schistous  psain- 
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mites  of  a  yellow  red  or  brown  colour,  fine  grained,  unctuous  and 
forming  an  argillaceous  paste  wiih  water,  are  a  separate  species, 
which  he  thinks  deservinji-  of  attention.  These  are  found  in  bods  or 
veins  intermixed  \vilh  scliists,  of  which  Lliey  are  only  a  decomposition. 

(lxviii)      0/    the  Saliirul  uiid  Artificial  Pitz-o'unus. 

After  lemaiking  that  the  natural  puzzolanas  in  the  neighbour- 
hood of  Mount  Vesuvius  were  known  to  the  Romans,  tVc,  he 
observes  that  M.  Faujas  de  St.  Fond  found  some  in  France  in  the 
extinct  volcanoes  of  (he  Vivarais.  He  observes  that  few  volcanic 
regions  are  wiihouf  puzzolana,  but  it  presents  itself  in  various  forms, 
sometimes  in  powder,  sometimes  in  large  grains,  in  scoriae,  in  the 
form  of  pumice,  lu^^^,  c\;c.  Its  colour  generally  brown  may  pass 
into  yellow,  grey  or  black. 

Puzzolanas  are  essentially  composed  of  silica  and  alumina, 
united  with  a  little  lime,  potash,  soda  and  magnesia,  and  iron  is 
found  mechanically  mixed  with  them  in  its  magnetic  state. 

He  stales  that  clavs,  arenes,  schistous  psammites,  or  grau- 
wackes  and  schists,  if  properly  calcined,  as  well  as  the  residue 
obtained  by  burning  peats  and  coals,  and  finally  the  fragments  of 
tiles  and  pottery  may  be  used  as  artificial  puzzolanas.  And  he  ob- 
serves that  these  substances,  though  generally  composed  of  silica 
and  alumina  act  very  diflerently,  some  uniting  well  with  tat  limes, 
others  with  middling  or  powerful  hydraulic  limes,  some  resisting 
equally  well  the  action  of  air,  weather  and  water;  others  only 
holding  together  under  continual  immersion,  and  finally  others  losing 
all  cohesion  when  immersed. 

(LXIx)  Of  the  {juiitiiies  of  the  Substances  which  miite  icith 
Lime,  in  makiiuf  Common  or  Hi/druutic  A/ortar,      (Chap.  7.) 

1st.  He  defines  veri/  energetic  substances  to  be  those,  which 
mixed  into  a  sliffish  paste  wiih  very  fat  lime  slaked  in  the  common 
mode,  produce  a  mortar  capable  of  setting  from  the  first  to  the  third 
day  of  immersion,  and  of  attaining  in  one  year  the  consistency  of 
good  bricks,  and  of  yielding  a  dry  dust  when  sawed  in  two  by  a 
watch  spring  saw. 

2dly.  That  energetic  substances  are  those  which  under  the  same 
circumstances  set  in  from  4  to  8  days  after  immersion,  and  in  one 
year  attain  the  hardness  of  soft  stone,  and  which  under  the  spring 
saw  yield  a  moist  dust. 

3illy.  That  substances  of  little  energy  are  those  which  under 
the  same  circumstances  set  in  from  10  to  20  days  after  immersion, 
and  in  one  year  attain  the  consistency  of  dry  soap,  and  which  clog 
the  spring  saw. 

4thly.  Inert  substances  arc  those,  which  when  mixed  with  fat 
lime,  and  put  under  water,  produce  no  change  or  improvement  in 
that  lime. 

He  observes,  that  of  the  two  tests,  namely  the  time  of  setting 
and  the  hardness  finally  attained,  the  second  point  is  the  most  im- 
portant and  characteristic,  for  some  substances  produce  a  mortar 
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that  sets  in  a  few  days  but  alvvnys  remains  soft,  wliilst  others  that 
set  more  slowly  at  tiist  become  very  hard  in  tlie  end. 

I'Vom  his  experiments  he  declares  sands  generally  to  be  inert. 

That  arenes,  psammites  and  clays  are  commonly  possessed  of 
Utile  encrfr//,  and  rarely  C7icri^et/c. 

That  the  natural  and  artificial  pnzzolanas  may  be  of  all  degrees 
of  energy,  from  the  most  moderate  to  the  most  powerful. 

That  nothing  in  the  physical  characters  of  arenes,  psammites  and 
clays,  can  enable  one  to  judge  beforehand  what  their  action  upon 
fat  lime  will  be. 

He  states  that  the  natural  and  artificial  puzzolanas  offer  some 
negative  symptoms,  in  this  respect,  those  which  are  hard  grained 
and  compact  or  of  a  vitrified  appearance,  and  which  do  not  act 
upon  the  tongue,  and  in  short  all  those  which  possess  great  cohe- 
sion, being  inferior. 

(lxx)  M.  VicaCs  Rules  for  judging  of  the  quality  of  Natural 
or  Artificial  Puzzolanas. 

He  recommends  testing  them  by  acids  and  in  lime  water,  and  ob- 
serves, 1st,  that  those  which  are  not  acted  upon  by  acids,  and  have 
no  action  on  lime  water  are  inert.  2dly,  that  those  which  are  mo- 
derately acted  upon  by  acids,  and  which  act  very  moderately  on 
lime  water  have  little  energy.  3dly.  That  those  which  are  power- 
fully acted  upon  by  acids,  and  which  act  powerfully  themselves  on 
lime  water,  are  energetic. 

He  explains  that  the  action  of  acids  in  this  case  does  not  only 
imply  efiervescence,  which  is  the  symptom  of  the  presence  of  lime, 
but  the  solution  or  separation  of  the  oxide  of  iron,  or  of  the  alumina, 
contained  in  those  substances,  which  may  be  judged  of  by  the 
proper  chemical  tests.  Also  in  reference  to  this  action  on  lime 
water,  that  sand  and  the  other  substances,  styled  inert,  produce  no 
effect  when  thrown  into  it,  but  that  very  energetic  substances  coni- 
l)ine  with  the  lime  contained  in  it,  which  falls  down  to  the  bottom 
of  the  vessel,  leaving  the  water  above  it  pure. 

So  says  M.  Vicat,  but  on  trying  this  experiment  myself,  I  found 
that  excellent  puzzolana  both  natural  and  artificial  produced  no 
effect  of  this  sort  on  lime  water. 

Of  the  best  mode  of  makiiuj  Artificial  Puzzolanas.     {Chap.  8.) 

M.  Vicat  observes  that  the  substances  chosen  for  this  purpose, 
whether  clays,  schistous  psammites  of  a  yellow  or  brown  colour, 
arenes  rich  in  clay,  or  certain  sorts  of  schists,  must  all  be  subjected 
to  the  action  of  fire,  to  such  a  degree  as  to  obtain,  first,  that  the 
substance  shall  no  longer  form  a  paste  with  water,  secondly  that  it 
shall  attain  the  minimum  of  specific  gravity,  and  maximum  of  ab- 
sorbing power  possible  ;  thirdly  that  it  shall  be  more  easily  acted 
upon  by  acids  than  before.  These  objects  are  attained  by  a 
moderate  degree  of  burning,  so  regulated  that  the  air  shall  reach 
every  part  of  the  matter  during  this  process. 

For  this  purpose  he  recommends  previously  pulverizing  the  sub- 
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stance,  and  spreading  it  out  in  a  layer  one  centimetre,  or  about  a 
tenth  of  an  Knclish  inch  thick,  on  an  iron  plate  brouaht  to  a  red 
heat,  and  subjecting  it  to  the  same  heat  for  20  or  25  minutes, 
stirring  the  powder  continually  in  tlie  mean  time,  that  every  part 
may  be  etjually  acted  upon.  This  method  being  only  suitable  for 
experiments  on  a  small  scale,  he  proposes  making  the  substance 
porous  by  mixing  it  up  after  pulverizin;:  it,  into  a  stiff  paste,  with 
combustible  substances  in  a  state  of  minute  division,  such  as  saw- 
dust, chopped  straw,  Arc,  and  burning  it  when  dry  enough,  in  the 
upper  part  of  a  lime  kiln,  or  where  the  heat  is  moderate. 

If  these  methods  cannot  be  used,  he  recommends  burning  the 
substance  in  its  nalural  state,  but  w  ith  the  precaution  of  first  break- 
ing it  into  small  pieces  less  than  a  man's  fist,  exposed  to  air  and 
with  moderate  heat. 

He  observes  that  any  very  fine  and  soft  clay  composed  princi- 
pally of  silica  and  alumina,  whether  it  contain  little  or  much  oxide 
of  iron,  or  little  or  much  carbonate  of  lime,  will  make  a  very  ener- 
getic artificial  puzziJana,  if  burned  by  the  two  first  methods,  but 
only  an  energetic  one  if  burned  by  the  third  method,  and  if  burned 
to  the  hardness  of  strong  bricks,  it  w  dl  form  one  of  little  energy. 

He  observes  that  the  substances  usually,  but  as  he  thinks  im- 
properly, termed  cament  by  the  builders  of  France,  namely  old 
tiles,  fragments  of  bricks  and  pottery,  ought  never  to  be  used, 
because  the  refuse  materials  of  brickworks,  tileworks  and  potteries, 
consist  of  overburned  as  well  as  of  underburned  fragments  produced 
by  the  burning  of  earths  of  different  sorts  often  of  an  improper 
(|uality,  so  that  the  chance  of  success  with  such  incongruous  sub- 
stances must  be  too  precarious.* 

•  Both  M.  Vicat  and  General  Treiissart,  «lio  attached  still  more  im- 
portance to  artiticial  piizzolana  than  the  former,  have  been  anticipated  in  this 
part  of  their  researches,  not  only  by  the  Dutch  mannfactnrers  of  this  article, 
who  are  said  to  have  snccccded  5o  well  as  to  pass  it  off  fur  grenuine  trass, 
bptalso  by  a  number  of  men  of  science,  who  experimented  with  the  same 
view,  ©f  whom  M.  Baggt-  of  (iottenbnrgh  was  the  first,  as  mentioned  in 
Article  258.  'this  gentleman  made  nse  of  a  very  hard  black  srhistons  rock, 
whicli  he  burned  nntil  it  lost  its  hardness,  and  afterwards  pulverized  it,  in 
which  state,  when  mixed  with  lime,  it  formed  a  pood  hydraulic  mortar. 

Afterwards  ('onnt  Chaptal  calcined  the  0(hcry  clays  of  Lanjiuedoc  io 
17HG,  and  in  a  memoir  published  the  year  following  he  declared,  llial  if  pro- 
perly managed,  they  were  not  inferior  to  the  natural  puzzolanas  of  Italy. 

About  the  same  time,  M.  de  (-ossart  tried  similar  experiments  on  the  ba- 
salts of  the  upper  Loire  at  Cherbourg,  which  are  said  to  have  yielded  results 
no  less  satisfactory.  M.Gratien  senior  also  succeeded  with  the  schists  of 
Hainevillc,  by  burning  which  he  formed  an  artificial  puzzolana,  inferior  to  the 
natural  puzzolanas  or  trass,  but  by  no  means  bad. 

Afterwards  M.  le  Masson,  in  concert  with  M.  Vitalis  a  chemist  of  Roocn 
experimented  upon  theochery  earths  in  that  neighbonrhood  in  ISOO  lV  1807, 
converting  them  by  Count  Chaptal's  process  into  artificial  puzzolanas,  which 
when  tried  as  betons,  by  sinking  casks  filled  with  them  in  the  Seine,  were 
foond  to  have  become  extremely  bard,  when  taken  out  at  the  end  of  six 
months. 

The  above  notice  of  the  various  attempts  to  make  artificial  pnzzolanas  of 
a  better  f|uality,  than  was  likely  to  be  produced  from  fragments  of  tiles, 
bricks  and  pottery,  has  chiefly  bccu  extracted  from  General  Treussart's 
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Finally  ho  observes  llmt  coal  and  peat  ashes  are  sometimes 
energetic,  but  sometimes  i|iiite  inert ;  and  that  the  slag  or  cinders 
of  forges,  lVc.  usually  yitid  very  weak  artiticiul  puzzolaiias. 

The  particular  cement  known  by  the  name  of  Liinent  d'  eau- 
forte,  which  is  a  combination  of  clay  and  potash,  resulting  from 
the  moderate  calcination  of  nitre  and  moistened  clay,  is  stated  to  be 
a  very  energetic  but  expensive  artificial  puzzolana. 

(LXXl)      Of  the  best  cuinbinutiuus  of  various  Limes,  ivith  the 
other  Ingredients  for  the  composition  of  Mortars.    [Chap.  9.) 

In  order  to  obtain  hydrauUc  mortars  capable  of  acquiring  great 
hardness  under  water,  or  under  ground, or  in  situations  always  moist, 
M.  Vicat  is  of  opinion,  that  weak  hydraulic  limes  must  be  combined 
with  energetic  puzzolanas,  that  hydraulic  limes  may  be  combined  with 
puzzolanas  of  little  energy  :  but  that  eminently  hydraulic  limes  may 
be  combined  with  inert  substances  such  as  sand,  whether  silicious 
or  calcareous,  and  also  with  the  slag  of  forges,  6zc. 

To  obtain  mortars  or  cements  capable  of  acquiring  great  hard- 
ness in  the  open  air,  and  to  resist  rain,  heat  and  s;evere  frosts,  he 
is  of  opinion,  that  fat  limes  cannot  effect  this  object  at  all,  nor  can 
weak  hydraulic  limes  accomplish  it  in  a  satisfactory  manner;  but  that 
hydraulic  and  eminently  hydraulic  limes  will  succeed  if  mixed  with 
any  clean  sand,  quartzose  dust,  or  wilh  the  powder  of  hard  lime 
stones,  or  other  inert  substances. 

He  states  that  by  other  combinations,  passable  or  good  mortar 
may  be  obtained,  but  that  those  which  he  has  pointed  out  above 
are  the  best. 

(LXXil)  Of  Mortars  to  be  used  under  Jratcr.(Sect.o,  Chap.  10.) 

He  states  that  the  proportions  of  the  sand  and  other  ingredients, 
used  in  combination  with  ditierent  sorts  of  lime,  must  vary  accord- 
ing to  circumstances,  but  to  give  some  general  notion  he  observes: 

That  arenes,  psammites  and  clays,  will  answer  with  a  smaller 
proportion  of  lime,  than  other  substances  generally,  for  in  measur- 
ing them  in  the  state  of  dry  powder  they  require,  of  fat  lime  paste 
slaked  by  the  common  method,  from  15  to  20  per  cent;  of  mode- 
rately hydraulic  lime  from  20  to  26  per  cent;  and  of  hydraulic  lime 
from  26  to  30  per  cent.  That  the  energetic  or  very  energetic  puz- 
zolanas require  under  the  same  circumstances,  of  fat  lime  from  30 
to  60  per  cent,  and  of  moderately  hydraulic  lime  from  40  to  GO  per 
cent ;  and  tliat  silicious  and  calcareous  sands  require  of  hydrauhc 
or  eminently  hydraulic  lime  from  60  to  GG  per  cent. 

Asa  general  rule,  he  states  that  it  is  better  to  err  by  using  too 
much  than  too  little  lime  in  such  mixtures  :  for  he  adds  that  excess 
of  lime  makes  them  adhere  better  to  stone  ;  but  if  to  be  used  by 
themselves,  that  the  just  proportions  enable  them  to  attain  the 
greatest  hardness. 

Mode  of  Slaking.  He  states,  that  when  artificial  puzzolanas 
are  mixed  with  fat  or  weak  hydraulic  limes,  the  host  order  for  ob- 
taining good  mortar  is  1st,  spontaneous  slaking,  2dly,  by  immer- 
sion, 3dlv,  the  common  mode. 

e  2 
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For  all  raortars  to  be  obtained  from  hydraulic  or  eminently 
hydraulic  limes,  the  best  order  of  slaking  is  1st,  the  common  mode, 
2dly,  by  immersion,  3dly,  spontaneous.  In  using  these  limes  the  two 
first  modes  do  not  produce  any  great  difterence  in  the  result,  but  the 
third  is  very  prejudicial. 

Mode  of  mixing  the  Mortar.  He  observes  that  after  every 
mode  of  slaking,  the  lime  must  be  brought  to  the  state  of  a  homo- 
geneous paste  for  receiving  the  ingredients  that  are  to  be  mixed 
with  it.  If  these  consist  of  grains  like  sand,  it  should  be  a  stiff 
paste  :  if  in  the  form  of  impalpable  powder  such  as  puzzolanas, 
arenes,  clays  or  psammites,  it  should  be  softer  ;  but  that  the  mortar 
or  cement  obtained  should  always  have  the  plastic  consistency 
before  described. 

As  he  objects  in  all  cases  to  drowning  lime  as  he  terms  it  by 
excess  of  w  ater,  he  gives  a  rule  for  slaking  the  hydraulic  limes  by  a 
moderate  quantity  of  water  in  a  water-tight  reservoir  or  basin,  into 
which  it  is  lliiown  by  the  shovel  in  successive  layers  of  from  20  to 
25  centimetres,  or  from  0  to  10  English  inches  in  thickness, 
each  of  which  he  sprinkles  with  a  moderate  quantity  of  water 
gradually  applied,  tie  considers  2  basins  necessary,  one  to 
be  filled  each  day,  in  order  that  the  lime  paste  may  always  have  24 
hours  to  slake  thoroughly,  and  to  admit  of  all  the  lazy  particles 
being  perfectly  divided.  Next  day  as  the  hydraulic  linie  will  be- 
come very  hard,  it  must  be  cut  out  by  the  pickaxe  or  spade,  and 
beaten  with  rammers  to  restore  its  moisture  and  toughness. 

He  says  that  the  greatest  cure  must  be  taken  to  avoid  making  the 
lime  paste  too  fluid,  which  the  workmen  will  always  do  if  left  to 
themselves,  because  it  saves  them  labour,  but  it  injures  hydraulic 
mortars  destined  to  be  used  immediately  under  water,  by  reducing 
their  strength  to  one  half,  one  third,  or  even  one  fifth  only,  of  what 
it  would  be  if  mixed  up  into  a  proper  consistency,  and  therefore 
this  practice  ought  not  to  be  toleiated. 

He  states  that  the  hydraulic  mortar  for  beton,  must  be  beaten 
and  mixed  properly,  before  the  small  stones  or  gravel  that  are  to 
form  it  into  beton  are  introduced,  and  that  these  also  must  be  mixed 
by  the  rammer. 

(lxxiii)  Of  letlinf)  dan-n  Beton  into  its  place. 
As  beton  is  to  form  foundations  and  walls  under  water,  without 
previously  pumping  the  spot  dry,  he  says  that  it  must  be  let  down 
into  its  place  by  some  contrivance,  such  as  a  box,  which  on  reach- 
ing the  bottom  must  be  turned  over  and  emptied,  by  pulling  a  string 
or  otherwise  as  proposed  by  Belidor;  but  must  on  no  account  be 
thrown  down  by  the  shovel  or  even  poured  through  a  hopper.  He 
observes  lliat  on  the  surface  of  each  course  of  beton,  which  should 
not  exceed  40  centimetres  or  about  10  inches  in  thickness,  a  milky 
scum  is  usually  formed,  which  must  be  got  rid  of,  being  prejudicial 
to  the  solidity  of  the  work,  as  it  has  a  tendency-  to  collect  in  strata  of 
from3to5cenlimetres,orof  an  inch  or  two  in  thickness,  between  sue- 
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cessivo  courses  of  tlio  beton,  which  it  does  not  unite  properly  and 
tends  to  produce  settlements.  M.  Vicat  states  that  in  running 
water,  very  small  openings  on  both  sides  to  admit  the  current  to  pass 
through  and  change  the  water  within  the  inclosure,  and  that  in  still 
water  one  or  two  powerful  pumps,  for  draining  oil"  this  sort  of  milky 
scum  from  the  surface  of  the  beton,  in  each  portion  of  the  inclosure, 
will  remedy  the  evil. 

He  disapproves  of  ramming  the  beton  under  water,  saying  that 
it  may  be  spread  or  arranged  by  compression,  but  not  by  percus- 
sion. And  he  also  reprobates  a  practice  which  was  formerly 
generally  approved,  that  of  using  hot  lime  for  beton,  it  being  his 
opinion,  that  none  but  perfectly  slaked  lime  ought  to  be  used  for 
this  purpose. 

He  does  not  approve  of  Belidor's  rule  of  always  allowing  Beton 
to  become  dry  belbre  it  is  used,  which  ought  to  be  carefully  avoided, 
but  if  this  eftect  should  have  taken  place  owing  to  a  burning  sun  or 
a  hot  wind,  he  recommends  that  it  should  be  remixed  and  beaten 
again  with  a  small  addition  of  water. 

From  perusing  this  part  of  M.  Vicat's  work  with  attention,  I 
infer  that  Jieton  is  a  very  precarious  mode  of  building  under  a  mass 
of  water,  and  subject  to  greater  difficulties  than  he  seems  to  sup- 
pose. From  my  own  observation  of  the  concrete  in  Chatham 
Dock-yard  when  disturbed  by  land  springs,  1  would  not  recommend 
it  at  all ;  and  the  author  himself  admits,  that  when  the  water  can  be 
pumped  out  regular  masonry  is  preferable;  and  in  this  case  he  states, 
1  apprehend  correctly,  that  the  final  resistance  of  the  hydraulic 
mortars  employed  maybe  doubled,  by  letting  them  set  as  much  as 
possible  before  the  water  is  let  in  again,  but  without  waiting  till  they 
become  absolutely  dry. 

(lxxiv)  0/  the  Action  of  Water  on  the  parts  of  Mortars  in 
immediate  Contact  xvith  it. 

He  observes  that  the  parts  of  several  mortars  in  immediate  con- 
tact with  water,  after  having  acquired  at  various  periods  a  certain 
degree  of  hardness,  sometimes  lose  the  consistency  that  they  had 
at  the  moment  of  immersion,  and  that  a  sort  of  soft  envelope  is 
formed  at  the  surface,  continually  increasing  in  thickn<?ss  and  tend- 
ing to  gain  the  center;  which  if  scraped  oil',  is  succeeded  by  another. 
These  effects  which  are  very  remarkable,  if  fat  limes,  and  weak 
puzzolanas  be  used,  are  imperceptible  when  very  energetic  puzzo- 
lanas,  or  eminently  hydraulic  limes  are  employed,  in  combination 
with  the  proper  ingredients.  This  observation  is  of  great  import- 
ance in  respect  to  wharfs  or  basins  frequented  by  boats,  and 
also  exposed  to  the  action  of  a  current  or  of  water  in  a  state  of 
agitation ;  but  in  still  water,  he  observes  that  this  sort  of  decomposi- 
tion has  its  limit,  for  a  black  or  white  crust  is  formed  by  degrees, 
which  he  ascribes  to  carbonic  acid,  upon  the  soft  envelope  before 
mentioned,  and  protects  the  parts  below,  which  by  degrees  may 
recover  their  consistency  ;  but  he  thinks  that  more  than  six  days 
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may  elapse,  before  they  become  as  liard  as  the  center  of  tlie  same 
mortar. 

(lxxv)  0/  the  Iiifluence  of  Time.  After  premising  that  a 
dift'erencG  of  the  time  of  setting  is  onlv  a  good  criterion  of  the  future 
strength  of  hydraulic  mortars,  when  the  same  ingredients  are  com- 
bined together  in  ditl'erent  proportions,  or  in  the  saii;e  proportions  but 
with  ditierent  quantities  of  water;  he  observes  that  the  excess  of 
fat  or  moderately  hydraulic  lime,  in  a  liydraulic  mortar,  retards  its 
setting  ;  and  that  the  second  and  third  modes  of  slaking  are  favour- 
able to  this  process.  Also  that  hydraulic  mortars,  composed  of  a 
mixture  of  the  above  limes  with  energetic  puzzolanas  continue  to 
increase  in  hardness  or  strength  during  the  third  year  after  immer- 
sion ;  but  that  those  made  of  a  mixture  of  powerful  hydraulic 
limes  w  ith  silicious  or  calcareous  sand,  do  not  improve  perceptibly 
after  the  second  year  of  immersion. 

(lxxvi)  0/'  Mortars  exposed  to  Air,  and  to  all  Weathers. 
{Chap  11.) 

Having  remarked,  that  in  a  previous  part  of  his  work,  he  had 
proscribed  the  use  of  common  mortar  altogether  for  the  walls  of 
buildings  of  any  importance,  exposed  to  air  and  weather,  he  states 
the  following  remarkable  circumstances  observed  by  him  in  respect 
to  mortars  generallj*. 

1st.  That  the  hydrates  of  lime,  which  acquire  the  greatest 
hardness  in  the  air,  are  those  which  wheu  mixed  with  clean  sand 
produce  the  weakest  mortars. 

2dly.  That  the  intervention  of  clean  sand  does  not  contribute, 
as  was  formerly  believed,  to  increase  the  cohesion  of  which  everj' 
sort  of  lime  is  susceptible  ;  but  is  injurious  to  fat  limes,  very  useful 
to  powerful  hydraulic  limes,  but  neither  injures  nor  improves  some 
intermediate  qualities. 

Of  the  Etj'cct  produced  by  the  Size  of  Sand. 

He  describes  the  most  essential  qualities  of  sand  to  be  the  clean- 
ness, and  hardness  of  the  particles.  He  considers  all  particles  much 
smaller  than  1  millimetre  in  diameter  as  oidy  deserving  the  name  of 
dust.  He  defines  Jine  sand  to  be  that  which  has  grains  varying 
from  1  to  1  J  millimetre  in  diameter,  or  from  the  2oth  to  the  IGth 
part  of  an  English  inch,  and  coarse  sand  that  which  has  grains  var>'- 
ing  from  1  ^  to  3  millimetres  in  diameter,  or  from  the  16th  to  the  s'th 
part  of  an  English  inch. 

He  then  observes,  that  with  eminently  hydraulic  and  hydraulic 
limes,  fine  sand  makes  the  best  mortar,  secondly  a  mixture  of  fine 
and  coarse,  lastlj'  coarse  sand;  that  with  moderately  hydraulic 
limes  mixed  sand  is  the  best,  secondly  fine  sand,  thirdly  coarse  sand; 
but  that  with  fat  limes,  coarse  sand  is  the  best,  secondly  mixed  sand, 
and  lastly  fine  sand. 

He  observes  that  the  greatest  difference,  which  the  use  of  dif- 
ferent sands  products  in  fat  lime  mortars  docs  not  exceed  one  fifth, 
but  that  in  hydraulic  mortars  it  may  amount  to  one-third,  the  pro- 
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portional  strength  of  each  thus  varying  from  100  to  BO  in  the  first 
and  from  100  to  60  in  the  second  sort  of  mortar. 

The  dust  of  very  hard  cohesive  Hme  stones  such  as  marble,  and 
even  silicious  dust  makes  a  good  mortar  with  powerful  hydraulic 
limes,  but  all  dust  consisting  of  mud  or  clay  is  to  be  reprobated. 

(lxxvii)  Of  the  Proportions  of  the  Ingredients  for  Murturs 
exposed  to  Air. 

The  resistance  of  common  mortar,  produced  from  fat  limes  slaked 
in  the  common  method,  increases  from  the  proportion  of  from  50  to 
240  parts  of  sand,  mixed  with  100  of  stiff  lime  paste,  after  which  it  de- 
creases indefinitely.  AVhen  slaked  by  immersion  or  spontaneously, 
220  parts  of  sand  to  100  of  lime  yield  the  maximum  of  resistance, 

111  hydraulic  limes  slaked  by  the  common  method,  180  parts  of 
sand  to  100  parts  of  lime  paste  produce  the  strongest  mortar;  but 
when  slaked  by  immersion  or  spontaneously,  170  parts  of  sand  to 
100  of  lime  paste  produce  the  strongest  mortar  ;  and  in  both  cases 
more  or  less  sand  than  the  above  proportions  yields  inferior  mortar. 

In  respect  to  the  manipulation,  M.Vicat  observes,  thatlong  expo- 
sure to  air  with  repeated  beatings  and  remixings  improves  the  mortars 
of  common  fat  lime  ;  but  that  the  improvement  which  may  thus  be 
obtained  is  not  commensurate  with  the  extra  expense  of  labour.  The 
same  process  is  very  injurious  to  the  mortars  of  hydraulic  limes. 

He  observes  that  mortar  should  always  be  made  under  cover, 
to  avoid  the  too  rapid  drying  which  takes  place  in  summer,  or  the 
still  more  inconvenient  eilect  of  winter  rains.  In  wet  wintry  wea- 
ther he  observes,  that  the  slaking  of  hydraulic  limes  by  immersion 
may  be  best,  to  soak  up  wet  sand,  though  not  to  be  recommended  in 
working  with  dry  sand,  also  that  in  summer,  lime  paste  of  the  proper 
consistency  may  not  be  capable  of  combining  with  very  hot  sand  : 
but  he  observes  that  great  caution  must  be  used  in  adding  more 
water,  not  to  drown  the  lime. 

Mode  of  using  Mortar.  It  being  evident,  that  very  stiff  mor- 
tar cannot  combine  well,  with  dry  absorbent  materials,  he  laysdowir 
a  rule  to  wet  the  materials  incessantly,  and  to  keep  them  perma- 
nently soaked,  the  proper  maxim  for  masons  being,  according  to  him, 
'  stijf' mortar  and  ivet  materials'  whereas  he  observes  that  the 
masons  of  France  adopt  the  contrary  maxim,  using  icct  mortar  and 
dry  materials.  To  comply  with  his  rule  he  remarks,  that  a  sufficient 
quantity  of  water  should  be  put  under  every  stone,  in  order  that  on 
beating  it  down  upon  its  bed,  the  mortar  below  may  be  made  to 
work  up  and  fill  the  vertical  joints  on  each  side  of  the  stone  thus 
placed. 

He  observes  that  the  mortars  of  buildings  generally  become 
friable,  when  exposed  to  a  very  rapid  drying,  which  is  always  injuri- 
ous, but  chiefly  to  those  of  eminently  hydraulic  limes.  Therefore 
in  hot  weather  he  recommends  watering  masonry. 

In  respect  to  the  age  of  mortar,  after  quoting  a  proverb  of  the 
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French  masons,  that  murtar  a  hundred  years  old  is  still  a  bahy* 
he  remarks  that  it  is  only  iu  foundations  or  in  very  massy  walls  400 
or  500  years  olil,  that  good  fat  lirae  mortar  is  to  be  found  ;t  and  if 
so,  he  justly  observes,  that  mortar  which  refjuirLS  so  long  a  time  to 
harden  is  of  no  more  use,  than  if  it  never  became  strong  at  all.  In 
respect  to  the  mortars  of  powerful  hydraulic  limes,  he  observes  that 
when  ex|)osed  to  air  in  small  masses,  they  attain  in  the  short  time  of 
about  lU  or  20  months,  if  not  their  maximum  degree  of  hardness,  at 
least  a  state  dillering  so  little  from  it,  that  one  may  foresee  with 
certainty  what  they  will  eventually  become. 

(LXXVill)  OJ"  Hydraulic  and  Common  Mortars  constantly 
exposed  to  Damp  Earth.     [Chap.  12.) 

In  respect  to  hydraulic  mortars,  he  considers  that  the  propor- 
tions, mode  of  slaking,  and  of  mixing  them  ought  to  be  the  same 
as  for  constant  immersion,  and  in  regard  to  common  mortars,  the 
same  as  if  they  were  to  be  exposed  to  air  and  weather. 

Reprobating  the  use  of  dust,  especially  that  of  soft  lime  stones, 
he  prescribes  certain  proportions  of  sand  both  for  fat  and  hydraulic 
limes,  as  being  proper  for  mortars  intended  to  be  kept  in  constant 
contact  with  damp  earth,  ditierent  from  those  which  he  before 
recommended  for  making  mortar  with  the  same  limes  to  be  exposed 
to  air  and  weather ;  but  his  rules  for  these  proportions  are  so  very 
obscure,  that  I  shall  not  attempt  to  state  them,  as  1  think  it  proba- 
ble that  there  may  be  an  error  of  the  press  in  this  part  of  his  Treatise. 
He  observes  that  excess  of  lime  makes  the  mortars  thus  used 
adhere  better  to  stones  and  bricks,  but  at  the  expense  of  their  own 
cohesion. 

(lxxix)  Of  the  Vicissitudes,  to  which  Hydraulic  and  Com- 
mon Mortars  may  be  exposed.     {Chap.  13.) 

Some  of  these,  which  set  tolerably  well  under  water,  may  lose 
a  part  or  the  whole  of  their  cohesivencss,  when  exposed  to  a  dry 
hot  air.  This  remark  applies  particularly  to  those  which  are  not 
well  suited  to  each  other,  such  as  a  mixture  of  fat  limes,  with  arti- 
ficial puzzolanas  of  little  energy,  or  of  weak  hydraulic  limes  with 
sand.  The  surface  of  such  mortars  if  partially  decomposed  iu 
water,  as  before  described,  deteriorates  still  more  rapidly,  when 
afterwards  cx|)Osed  to  air.  Mortars  that  have  hardened  under 
damp  earth  usually  hold  good,  if  afterwards  exposed  to  water,  but 
not  always  when  exposed  to  air.  But  good  hydraulic  mortars  will 
bear  any  of  these  changes  without  injury. 

Common  mortars  of  fat  lime  and  sand  which  have  rather  dried 
than  hardened  in  air,  become  completely  decomposed  underwater. 

•  Le  morticr  u  cent  aus,  est  encore  un  enfant. 
A  similar  disticli  or  proverb  of  the  Scotch  masons  ascribes  more  ?irtuc 
to  it  at  this  age. 

Wlien  a  hundred  years  arc  past  and  gane, 
Tlion  fim\e  mortar  grows  into  staue. 
t  I  do  not  think  tiiat  good  fut  lime  mortar  is  to  be  found  any  Mhere,     I 
have  never  seen  any  iu  the  oldcbt  buildings  that  I  have  examined. 
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M.  Vicat  considers,  that  frost  is  particularly  injurious  to  mortars 
made  with  a  small  or  moderate  quantity  ot"  sand.  For  example,  in 
respect  to  tat  lime  mortars  made  in  April,  lie  observes  that  tiiey 
will  not  stand  the  Ufxt  winter's  frost  if  severe,  if  less  than  '2'20,  IGO 
or  100  parts  of  sand  respectively  be  used  with  100  parts  of  lime 
paste,  according  as  it  may  have  slaked  by  the  first,  by  the  secontl, 
or  by  the  third  mode.  After  two  years  the  danger  ceases,  and  the 
severest  frosts  will  have  no  etrect. 

In  respect  to  the  mortars  made  of  hydraulic  limes,  he  states, 
that  their  preservation  against  frost  also  depends  upon  the  propor- 
tion of  sand,  but  afterOor  7  months  he  considers  them  out  of  danger. 

(Lxxx)      Of  the  Ejf'ccl  of  beat  hit;  Mortar.     (C  hup.  14.) 

Considered  as  a  plastic  substance,  mortar  may  be  fashioned  in 
moulds  to  any  form  you  please,  and  when  made  with  colourless  sand 
or  the  dust  of  hard  white  lime  stones,  it  may  be  made  to  take  the 
apj)earance  of  stone. 

In  such  moulds  it  may  be  worked  up,  beaten  or  rammed,  and 
thus  acquire  great  density,  but  as  this  process  does  not  always  in- 
crease its  strength,  it  becomes  a  question  under  what  circumstances 
it  does  good  or  harm. 

M. Vicat  observes,  thatmortar  cannotbe  rammed,  whilst  il  remains 
so  soft  as  to  rise  in  one  part  when  beaten  down  in  another.  It 
must  therefore  first  be  allowed  to  dry  to  a  certain  degree.  He  ob- 
serves that  the  ramming  of  mortar  operating  always  in  the  same 
direction  must  cause  it  to  become  laminated,  although  this  effect 
may  not  be  perceptible  to  the  eye,  and  he  is  of  opinion  that  the 
greatest  resistance  of  mortar  thus  foliated  or  stratified  is  in  a 
direction  perpendicular  to  the  strata,  when  under  ground,  but  in  a 
direction  parallel  to  the  strata  in  the  air.  He  observes  that  beating 
is  prejudicial  to  the  hydrates  of  hydraulic  limes,  when  used  any 
where  excepting  in  air.  Uut  he  remarks,  that  he  has  himself  often 
made  artifical  stones  of  hydraulic  mortar  in  ornamental  forms,  w  hich 
resisted  frost,  and  hardened  progressively,  and  that  in  time  they 
were  covered  with  a  sort  of  varnish  of  such  a  nature,  that  the  most 
cxiK-ricnced  observer  would  take  them  for  natural  stone.  He 
adds,  that  his  efVorts  in  making  ornamental  vases  with  hydraulic 
mortar  had  been  so  successful,  that  the  Society  for  encouraging  Arts 
in  France  had  presented  him  with  their  gold  medal  on  this  account, 
in  18-23. 

Of  the  IVatural  Cements.  (Chap.  15.)  He  treats  of  these  in 
a  manner  which  I  have  before  alluded  to  (Lix), and  which  sufliciently 
proves  his  total  want  of  practical  knowledge  of  the  use  of  those 
cements. 

(lxxxi)  Of  the  Comparative  Strength  of  Ancient  Mortars, 
those  of  the  Middle  Ages,  and  Modern  ones.      [Chap.  1C5.) 

He  observes  that  mortar,  first  used  by  the  Egyptians,  was 
brought  to  considerable  perfection  by  the  Greeks,  who  not  oidy  used 
excellent  mortar  for  walls,   but  also  made  good  inside  plaster,  as 
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well  as  stucco  for  flat  roofs  and  floors.  In  respect  to  the  Romans, 
who  had  the  advantage  of  all  the  knowledge  acquired  by  the 
Greeks,  he  remarks  that  there  was  a  generally  received  prejudice  in 
France,  that  they  possessed  some  secret  for  making  superior  mortar 
unknown  to  the  Moderns.  He  combats  this  opinion,  which  he 
considers  perfectly  erroneous,  not  only  by  reasoning,  but  from  his 
own  experiments  on  the  comparative  strength  of  mortars.  But 
before  1  notice  the  results  ot  the  numerous  experiments  tried  by 
him,  from  which  he  deduced  the  opinions  and  laid  down  the  rules, 
of  which  1  have  given  an  abstract,  it  Avill  be  proper  to  explain  the 
process  pursued  by  him  in  his  researches. 

(Lxxxii)  M.  VicaCs  mode  of  trying  the  comparative  Strength 
of  Limes  and  Mortars. 

The  manner  in  which  he  experimented  upon  the  various  hydrates 
of  lime,  mixed  with  water  only,  in  order  to  ascertain  whether  they 
had  hydraulic  properties  or  not,  has  already  been  explained.  He 
also  combined  each  sort  of  lime  tried  by  him  with  sand,  or  with 
the  natural  or  artificial  puzzolanas,  or  trass,  or  with  a  mixture  of 
sand  and  of  those  puzzolanas  or  trass,  using  always  the  same  pro- 
portion of  lime  paste,  namely  100  parts  by  measure,  but  varying 
the  pro[»ortions  of  the  sand,  puzzolana  and  trass;  and  whether  he 
experimented  with  the  lime  paste  alone,  or  added  to  it  the  other 
ingredients,  which  have  been  mentioned,  he  always  brought  them 
to  the  same  degree  of  plastic  consistency  before  defined,  taking  the 
greatest  care  not  to  add  water  rashly,  so  as  to  make  a  fluid  paste, 
and  thus  to  drown  his  mixtures,  which  he  considered  equivalent  to 
destroying  the  lime.  And  in  preparing  theoa,  he  states  that  he 
always  beat  or  rammed  the  ingredients. 

It  was  before  mentioned  that  he  ascertained  the  time,  that  each 
experimental  specimen  of  hydraulic  lime  putty  or  mortar  took  in 
setting,  which  he  noted  in  days  from  the  period  of  immersion,  that 
is  froili  the  day  in  which  they  were  made  or  mixed.  At  the  end  of 
a  year  or  sometimes  more,  he  endeavoured  to  ascertain  their  hard- 
ness and  consistency,  which  he  did  by  two  difterent  processes. 

(LXXXlll)  First,  he  used  a  steel  stem  slightly  conical  or 
tapering  downwards,  and  measuring  at  bottom  TCG  millimetre,  about 
one  10th  of  an  English  inch,  in  diameter,  which  being  loaded  with  a 
weight  of  0  9001  kilogrammes,  or  2  Ihs.  3  oz.  avoirdupois,  was 
allowed  to  fall  upon  the  specimen,  like  a  little  pile  driver  from  a 
constant  height  of  5  centimetres,  rather  less  than  2  English  inches. 
A  scale  of  millimetres  and  parts  attached  to  this  little  apparatus 
indicated  the  penetration  of  the  steel  point  into  the  specimen  after 
it  was  allowed  to  drop.  In  his  first  publication  in  1810,  he  esti- 
mates the  comparative  hardness  of  each  specimen  experimented 
upon,  as  being  in  the  inverse  ratio  of  the  square  of  the  penetration 
thus  indicated  :  and  he  also  sometimes  estimated  their  comparative 
rcxislancr,  as  he  termed  it,  by  the  same  rule,  but  using  a  dift'erent 
and  much  higher  scale  of  proportional  numbers.     For  example,  he 
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C'stimateil  llie  resistance  of  a  good  well -burned  brick,  as  being  equal 
to  51(0*0,  and  its  liardnoss  as  being  equal  to  0  Oi)G,  wliicli  niinibers 
« hen  both  found  by  the  steel  point,  oui;ht  to  have  been  alike,  if 
ditlerent  scales  had  not  bien  used.  J5ut  he  also  sometimes  used 
another  mode  of  estimating  the  resistance  of  his  experimental  speci- 
mens of  hydraulic  mortars,  dc,  uliicli  appears  to  me  to  be  much 
more  conclusive,  being  a  matter  of  direct  experiment,  and  not  of 
hvpothetical  calculation,  like  the  former.  Having  formed  rectan- 
gular prisms  of  indeterminate  length,  l)ut  measuring  25  by  40  milli- 
metres in  section  or  I  by  1  h  inch  nearly  of  Knglish  measure,  he  fixed 
one  end  firmly  down,  leaving  the  other  projecting  horizontally,  and 
to  the  latter  he  applied  a  small  iron  stirrup  large  enough  to  pass  over 
the  end  of  the  prisms  with  ease.  By  this  stirrup  which  was  placed 
at  30  millimetres  or  nearly  1*2  inch,  from  the  point  of  support,  he 
sns|)ended  a  wooden  box  to  hold  fine  sand,  which  was  poured  gra- 
dually into  it  from  a  sort  of  hopper,  until  the  specimen  broke  down 
under  the  weight,  and  this  breaking  weight  was  assumed  as  the 
value  of  the  resistance,  which  in  his  Tables  is  stated  in  decagrammes, 
the  number  59G0  for  instance,  by  which  he  estimates  the  resistance 
of  a  good  well-burned  brick,  implying  that  a  rectangular  prism  of 
this  sort  of  brick  measuring  1  by  Ig  inch  would  breakdown  under 
5960  decagrammes,  equal  to  about  131  lbs.  avoirdupois. 

It  is  to  be  observed,  in  reference  to  his  first  publication,  that 
in  12  of  his  tablesof  experiments  on  various  limes  and  mortars,  the 
resistances  are  expressed  by'numbers  deduced  from  direct  experi- 
ment, being  the  actual  weii;ht  in  decagrammes,  under  which  his 
specimens  broke  down  ;  but  in  10  other  tables  of  similar  experiments, 
they  are  expressed  by  other  numbers  calculated  as  beft)re  described, 
the  inverse  proportion  of  the  squares  of  the  penetrations  of  the  steal 
point. 

In  consequence  of  those  incongruities  in  the  mode  of  experi- 
menting, and  in  reference  piirlicularly  to  the  steel  point  apparatus, 
which  appears  to  me  almost  nugatory,  for  1  entirely  coincide  in  the 
reasons  urged  against  it  by  his  countryman  General  Treussart,  and 
considering  also  the  ol)scurily  of  his  style,  I  must  confess,  that 
I  was  disappointed  in  M.  Vicat's  first  publication.  His  second 
Treatise,  on  the  contrary,  which  I  did  not  see  till  lately,  though 
published  nearly  ten  years  ago,  is  less  exceptionable,  his  opinions 
being  staled  clearly,  and  illustrated  by  notes,  and  those  relating  to 
the  con)parative  strength  of  various  limes  and  mortars  being  de- 
duced from  a  new  series  of  experiments,  the  results  of  which  are 
contained  in  1'ables  at  the  end  of  his  hook,  to  which  I  am  sorry  lo 
say,  that  1  cannot  attach  that  confidence,  w  hich  the  author  places  in 
them.  In  his  new  steel  point  experiments,  pursuant  as  he  says  to  the 
advice  of  his  friends,  he  has  recorded  the  actual  penetration  made 
in  each  specimen  in  millimetres,  which  so  far  is  n)ore  satisfactory 
than  his  original  system  ;  but  with  this  mode  of  estimating  tlu'  hard- 
ness of  his  specimens,  he  has  mixed  another  and  a  different  mode 
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by  boring  into  tliem,*  which  if  better  shouM  have  been  used  ex- 
clusively, if  not  better,  not  at  all.  In  respect  to  the  breaking 
apparatus,  he  has  adopted  a  much  less  satisfactory  method  of 
operating,  as  well  as  of  recording  the  results  of  this  process,  thnn  he 
did  before  :  for  in  his  second  series  of  experiments  he  worked  with 
scpiare  prisms  of  unequal  dimensions,  from  *2o  to  10  millimetres  iu 
height  and  from  40  to  50  millimetres  in  width,  that  is  from  about 
1  to  I'G  inch  in  height  and  from  about  1*6  to  2  inches  in  width; 
and  which  may  consecpiently  be  of  the  same  strength,  though  broken 
down  by  ditlerent  weights,  and  of  ditferent  strengths  though  broken 
down  by  the  same  weight^f  and  in  adopting  this  injudicious  system 
he  does  not  fairly  state  the  actual  dimensions  of  his  several  speci- 
mens, and  the  actual  weights  under  which  they  broke  down,  instead 
of  which  he  gives  their  absolute  resistances  in  kilogrammes, 
reduced  to  the  superficial  centimetre  by  some  sort  of  calculation,  in 
reference  to  certain  dimensions  and  to  their  relative  or  comparative 
resistances,  determined  by  his  experiments,  which  dimensions  he 
has  not  stated,  and  which  mode  of  calculation  he  has  not  explained.^ 
Hence  his  new  Tables  of  Experiments  are  still  in  my  opinion  ex- 
extremely  unsatisfactory,  being  incongruous  with  each  other,  and 
excepting  so  far  as  the  water-setting  properties  of  various  hydraulic 
limes  or  mortars  are  investigated,  having  no  analogy  to  the  mode  in 
which  the  mortars  of  walls  either  act  upon  the  stones  or  bricks  witli 
w  hich  they  are  combined,  or  are  themselves  acted  upon  by  the  pres- 
sure or  forces,  to  which  as  a  part  of  those  walls  they  are  exposed. 

In  his  second  Treatise,  in  reference  to  the  course  of  experiments 
above  alluded  to,  he  estimates  the  absolute  resistance  of  mortars  of 
lime  and  sand  to  vary  from  0-75  to  18"53  kilogrammes,  and  that  of 
building  stones  to  vary  from  20  to  77  kilogrammes,  per  superficial 
centimetre,  being  equivalent  to  from  1 1  to  204  and  from  2l3;>  to 
109511)8.  avoirdupois  to  the  superficial  English  inch,  observing  at 
the  same  time  that  the  soft  stone,  commonly  used  at  Paris,  has 
scarcely  half  the  resistance  of  the  weakest  of  the  above, 

•  He  bored  into  each  of  liis  specimens  by  an  equal  number  of  (nrns  of  a 
fitecl  borer  under  a  constant  pressure,  and  stated  ilie  comparative  hardness 
of  each,  in  numbers  reciprocally  proportional  to  the  depths  of  tiie  respective 
lioles  thus  formed  ;  but  lie  has  not  stated  the  actual  de|>tlis,  which  would 
have  been  much  more  satisfactory,  than  the  results  deduced  from  them,  by 
6ome  sort  of  calculations,  of  which  he  has  oidy  explained  the  principle. 

t  In  tryin{j;  these  nne(pial  rectangular  prisms,  he  has  not  stated  any  tixed 
distance  from  the  point  of  support,  at  which  lie  applied  his  breaking  appara- 
tus, as  in  1818.  Hence  we  may  infer  that  the  distances  may  have  varied  in 
different  experiments  of  this  new  series;  so  that  the  breaking  weights  may 
have  acted  with  unequal  leverapes,  another  source  of  uncertainty. 

t  the  only  explanation  which  he  attempts  to  offer  is  this  '  the  absolute 
'  resistances  of  the  prisms  buried  or  exposed  to  air  have  been  deduced  from 
'  the  relative  resistances  of  these  same  prisms,  by  determining  by  a  suitable 
'  series  of  experiments,  and  for  specified  dimensions,  the  particular  value 
*  assumed  by  the  coel£cicnt,  which  is  represented  by  >  in  the  furuiulu  of 
'  Guliico.' 
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(lxxxiv)  He  concludes  his  Treatise  by  stating,  that  as  a  matter 
of  calculation  one  may  reckon  upon  the  following  absolute  resistances 
for  mortar  one  year  old,  made  of  various  sorts  of  lime  ;  namely  for 
eminently  hydraulic  lime  12,  for  hydraulic  lime  10,  for  inferior  hy- 
draulic lime  7,  and  for  fat  limes  3  kilogrammes  per  superficial  centi- 
metre ;  which  reduced  to  English  weight  and  measure  are  equivalent 
to  17 1  to  142  to  100  and  to  43  lbs,  avoirdupois,  per  superficial  inch ; 
provided  that  the  proper  mode  of  slaking  the  several  limes,  and  of 
mixing  the  ingredients  in  the  most  suitable  proportions,  as  recom- 
mended by  him,  have  been  adhered  to.  But  he  states  that  the 
resistance  of  the  mortar  made  with  fat  lime  by  the  workmen  of 
France,  who  drown  their  lime  in  mixing  it,  is  only  three  quarters  of 
a  kilogramme  per  centimetre,  or  about  1 1  lbs,  to  the  superficial  inch, 
which  mortar  he  observes  scarcely  deserves  the  name.  Ajid  he 
further  states  that  the  best  cements  and  mortars  of  the  same?  a"e, 
kept  immersed  in  water,  or  buried  under  earth  constantly  damp,  will 
not  exceed  10  kilometres  to  the  superficial  centimetre,  or  142  lbs, 
avoirdupois  to  the  English  inch. 

I  must  confess  that  I  really  do  not  understand,  in  what  manner 
the  absolute  resistance  of  stones  or  mortars  can  be  reduced  to  any 
just  proportions,  founded  on  superficial  measure.  The  resistance  of 
a  mortar  or  cement  joint  against  a  force,  tending  to  tear  asunder  the 
two  stones  or  bricks  united  by  it,  which  peculiar  resistance  I  have  de- 
signated by  the  term  Adhesiveness,  depends  in  some  measure  upon  the 
superficies  of  the  joint,  although  as  1  have  shewn  in  the  foregoing 
Treatise  (220),  it  cannot  be  estimated  accurately  in  reference  to  such 
small  dimensions  as  the  superficial  inch  or  centimetre,  to  which  this 
quality  of  mortars,  &c,  bears  no  fixed  proportion.  But  1  cannot 
see,  in  what  way  experiments  made  as  M.  Vicatdid  upon  rectangular 
prisms  fixed  at  one  end  and  broken  down  by  weights,  to  ascertain 
the  comparative  or  absolute  resistance  of  stones  or  mortars,  can 
have  their  results  estimated  by  superficial  measure  ;  for  these  small 
prisms  having  been  acted  upon  like  beams  fixed  in  the  same  manner, 
their  resistance  ought  to  be  estimated  like  that  of  beams,  which  no 
one  has  ever  thought  of  reducing  to  the  superficial  centimetre  or  inch. 
1  have  thus  attempted  to  give  an  abstract  of  the  text  of  M.  Vicat's 
second  Treatise,  but  not  of  the  numerous  explanatory  notes  annexed 
to  it,  in  support  of  his  statements  and  opinions,  which  I  could 
scarcely  have  included  also,  without  making  almost  a  complete 
translation  of  his  work,  which  was  not  my  intention.* 

*  M.  Vicat's  second  Treatise  has  recently  been  translated  by  my  friend 
Captain  Smith  of  the  Madras  Engineers,  who  has  added  valuable  notes  of  his 
own  upon  various  parts  of  the  subject.  Having  made  the  foregoing  abstract 
of  M.  Vicat's  work  before  I  saw  Captain  Smith's  translation,  with  which  I 
afterwards  compared  it,  I  can  certify  to  the  extreme  fidelity  of  his  transla- 
tion, excepting  in  what  I  admit  to  be  a  mere  trille,  his  having  invariably 
changed  the  French  phrase /(i/  lime,  used  by  the  author  into  rick  limf,\\\iic\i 
I  do  not  think  by  any  means  so  appropriate  as  the  former;  because  fat  limes 
are  the  worst  of  all  that  cau  possibly  be  used,  and  the  term  fat,  not  inaptly 
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Of  the  Proceedings  of  General  Treussarl  of  the  Royal  Corps 
of  JEvgitieers,  in  f  ranee. 

(Lxxxv)  In  the  first  cliapter  of  a  work  publislied  in  Paris  in 
1020,011  hvdraiilic  mortars  and  common  mortars,*  tliis  Officer  states 
that  he  was  employed  atStrasburg  from  181G  to  IC'25.  On  his  arri- 
val at  that  place,  he  found  that  nothing  but  common  lime  was  used 
there,  and  that  almost  all  the  masonry  of  that  Fortress,  which  was 
exposed  to  or  connected  with  the  manceuvres  of  water,  required  to 
be  reconstructed,  having  been  executed  badly  in  the  time  of  Vauban. 
Twenty  vears  experience  at  former  stations  having  convinced  him 
of  the  great  superiority  of  hydraulic  limes,  he  tried  all  those  which 
were  to  be  procured  in  the  neighbourhood,  and  finding  some  of  them 
very  good,  he  used  them  in  the  reconstruction  or  repair  of  1500 
metres  or  1G40  yards,  of  revetment,  as  well  as  in  the  reconstruc- 
tion of  the  sluices,  floodgates,  Arc,  for  admitting  thn  water  into 
the  ditches,  lie  afterwards  states  (in  Chap.  4).  that  being 
required  in  1018,  by  a  circular  order  of  the  Minister  of  War, 
to  repeat  M.  Vicat's  expeiiments,  he  employed  successively 
two  Officers  of  Eiiiiineers,  both  of  whom  failed  in  trying  to  produce 
an  artificial  hydraulic  lime  from  common  lime  twice  burned,  and 
mixed  with  brick  earth  previously  to  the  second  burning,  accordmg 
to  M.  Vicat's  directions.  He  then  took  the  matter  into  his  own 
hands,  and  succeeded  at  last,  by  using  a  ver>-  fat  clay,  but  being 
still  dissatisfied  with  the  strength  of  the  best  of  his  own  mixtures,  he 
sent  for  some  artificial  hydraulic  lime  made  at  the  maiiufacton»-  near 
Paris,  established  on  INI.  Vicat's  principle,  and  this  also  proving 
unsatisfactory  ;  he  was  afterwards  induced  to  try  ex|>eriments  for 
improving  common  lime  himself,  by  adding  artificial  puzzolana  to 
it,  according  to  the  old  system  before  mentioned,  as  having  been 
generally  practised  in  the  south  of  Europe,  and  especially  in 
France,  from  the  time  of  the  Romans  (257).  These  experiments 
were  commenced  by  General  Treussart  in  1321,  and  in  a  few  years 
afterwards  he  published  a  little  pamphlet  on  the  subject,  in  which 
he  combated  several  of  IVI.  Vicat's  opinions. 

(lxxxvi)  Both  affree  in  one  point,  that  the  natural  hydraulic 
limes  should  always  be  used,  when  they  can  be  procured  at  a  mode- 
rate expense,  but  where  this  is  impracticable,  INI.  Vicat  recommends 

adopted,  in  reference  to  their  imbibing  mnch  more  water  than  other  limes  in 
slaking,  does  not  imply  any  sort  of  superiority,  like  the  term  rich.  M.  Vicat's 
reputation  stands  so  high  in  Frsnce,  and  his  work  u|>on  calcareous  mortars 
and  cements  is  so  very  much  superior  to  all  those  which  preceded  it,  with 
the  exception  of  Smeaton's  only,  that  I  do  not  wonder  at  Captain  Smith 
prizing  it  so  hiplily  as  he  does,  and  it  is  a  matter  of  regret  to  me,  that  I  have 
found  myself  compelled  to  notice  the  very  unsatisfactory  nature  of  M. Vicat's 
experiments,  upon  which  Captain  Smith  has  made  no  comments,  and  if  I 
bad  not  experimented  so  largely  myself  upon  the  same  subject,  the  strong 
objeclions  to  those  experiments  might  perhaps  have  escaped  my  observa- 
tion also. 

•  Mf-moire  sur  lesMortiers  Hydranliqnes,et  sur  lesMorliers  Ordinaires, 
parle  G^n^ral  Treussart,  Inspecteur  du  Gcoie. 
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his  own  artificial  hydraulic  lime,  whilst  General  Treussart  contends 
that  it  is  much  better  to  mix  common  lime  having  no  hydraulic  pro- 
perties, in  combination  with  natural  or  with  artificial  puzzolana 
prepared  for  the  purpose.* 

In  respect  to  the  failure  of  M.  Vicat's  method,  when  first  tried 
at  Strasburg  by  General  Treussart's  order,  it  appears  to  me  to  have 
proceeded  from  the  error  of  M.  Vicat  himself,  in  recommending 
any  sort  of  clay  or  brick  earth  as  being  equally  good.  If  instead 
of  attempting  to  form  an  artificial  hydraulic  lime,  he  had  endea- 
voured to  form  an  artificial  water-cement,  which  does  not  seem  to 
have  been  contemplated  by  him,  M.  Vicat  would  have  found,  like 
me,  that  brick  earth  was  perfectly  unfit  for  that  purpose.  I  am 
therefore  not  surprised,  that  General  Treussart  should  have  found 
his  first  attempts  to  make  artificial  lime  unsatisfactory,  owing  to  this 
error  in  IM.  Vicat's  specification  :  but  at  the  same  time,  T  am  per- 
fectly convinced,  from  my  own  experiments,  of  the  great  perfection 
to  which  M.  Vicat's  artificial  hydraulic  limes  might  be  brought  by 
using  proper  clay,  selected  for  the  purpose,  instead  of  using  any 
argillaceous  earth  indiscriminately,  as  he  in  his  evident  inexperience 
at  first  directed. 

(lxxxvh)      Of  the  slaking  of  Lime.     {Chap.  2.) 

First,  or  common  ]\Iode.  General  Treussart  describes  first,  the 
common  mode  of  slaking  lime  in  France,  by  throwing  so  much 
water  on  it,  as  to  reduce  it  to  a  thin  paste  or  milky  consistency,  in 
which  state  it  is  run  into  pits  or  reservoirs,  sometimes  reveted  with 
masonry  on  the  sides,  and  after  some  time,  when  it  becomes  thicker, 
by  covering  it  with  sand  or  earth  to  preserve  it  from  the  air.  He  re- 
marks that  the  common  opinion  is,  that  the  longer  lime  has  be?n  (hus 
run  the  better.  This  he  considers  to  be  erroneous,  as  he  found  by 
experiment,  that  common  lime  thus  slaked  made  bad  mortar  when 
mixed  with    sand  alone. 

Second  mode-,  by  Immersion.  Having  described  M.  de  la  Faye's 
method  of  slaking  lime  in  this  manner,  which  I  shall  not  repeat 
here  as  it  was  fully  explained  before,  General  Treussart  states,  that 
having  found  this  process  inconvenient,  he  adopted  a  ditferent  mode 
in  his  works  at  Strasburg,  tending  however  to  obtain  slaked  lime 
powder  of  the  same  quality.  For  this  purpose  he  measured  his 
quicklime  in  a  bottomless  cubical  measure  containing  3  tenths  of  a 

*  M.  Vicat  in  his  publication  of  1818,  prior  to  General  Trenssart's  pro- 
ceedings, had  foreseen  liiat  the  question  would  be  agitated,  wliether  his  new 
method  or  the  old  frcncli  system  of  improving  connnon  lime  by  adding 
tile  dust  or  what  they  called  cement  to  it,  was  the  best,  in  reference  to 
which  he  observed  by  anticipation,  '  it  must  not  be  supposed  that  clay 
'  burned  separately  and  afterwards  added  to  common  lime  can  produce  the 
'  same  results, as  when  these  two  substances  are  mixed  previously  and  burned 
'  afterwards,  because,'  he  asserts,   '  that  the  fire  modifies  the  ingredients 

*  composing  the  mixture,  and  produces  a  new  compound,  iiaving  new  pro- 
'  perties,  of  which  he  considers  the  difference  of  colour,  between  artificial 
'  hydraulic  lime,  and  a  mixture  of  common  lime  with  the  same  clays  when 

*  burned  separately,  to  be  a  proof,' 
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nictip  or  ahoiit  10^  ciihic  fcot  of  English  measure,  and  laitl  it  ont 
in  a  small  heap.  He  then  measured  the  proportion  of  sand  intended 
to  be  used,  in  the  same  measure,  and  laid  it  out  round  the  lime,  after 
which  a  quantity  of  water  equal  to  one  fourth  of  the  same  measure 
was  sprinkled  out  of  tin  watering  pots  over  tiie  lime,  so  as  to  mois- 
ten every  part  of  it  equally,  and  it  was  allowed  to  slake  until  it 
ceased  to  emit  vapour.  It  was  then  examined  by  turning  it  over 
or  poking  it  with  an  iron  shod  staft",  to  see  if  any  pieces  still 
remained  unslaked,  upon  which  a  little  more  water  was  sprinkled, 
and  then  the  mass  of  lime  was  covered  with  the  sand  ;  which  being 
done  over  night,  it  was  left  till  next  morning,  and  no  more  of  these 
little  heaps  were  prepared  than  were  necessary  for  the  next  day's 
use.  For  mixing  it  afterwards  with  the  sand  and  water,  he  recom- 
mends when  the  works  are  considerable,  a  mill,  worked  by  two 
horses,  which  from  his  description  is  the  common  mortar  mill  hav- 
ing two  vertical  rollers,  that  has  generally  been  used  in  this  country, 
as  well  as  in  France. 

Third  method  of  slaking  Lime  spontavcoualy,  or  by  Exposure 
to  Air.  After  quoting  M.  Vicat,  who  considers  the  strong  objec- 
tions of  all  practical  men  to  the  use  of  lime  slaked  in  this  manner, 
as  a  vulgar  error  repeated  by  one  author  after  another,  but  destitute 
of  any  foundation  in  truth,  he  states  that  his  own  experiments  do  not 
confirm  this  opinion  of  M.  Vicat. 

In  his  first  Table,  General  Treussart  gives  the  results  of  experi- 
ments tried  with  various  sorts  of  lime,  which  after  having  properly 
burned  and  pounded  in  a  mortar,  and  sifted  them,  and  measured  I 
litre  of  each  in  the  state  of  impalpable  (piicklime  powder  ;  he  then 
added  water  sufficient  to  change  them  into  a  slaked  lime  powder, 
and  finally  by  adding  more  water,  he  reduced  them  into  a  paste, 
noting  the  successive  quantities  of  water,  and  the  quantity  by  mea- 
sure of  each  state  of  the  linie.  Proceeding  in  this  manner  it  appears 
from  the  Table,  that  I  measure  of  the  quicklime  powder  of  white 
marble,  sprinkled  with  half  a  measure  of  water  produced  2,^  mea- 
sures of  dry  slaked  lime  powder,  and  when  more  water  was  added 
so  as  to  make  1-j'^^  measure  of  water  in  all,  it  produced  li  measure 
of  paste. 

In  like  manner  1  measure  of  quicklime  powder  of  Allkirk  lime, 
which  he  considered  a  good  hydraulic  lime,  sprinkled  with  half  a 
measure  of  water,  produced  1,^  measure  of  dry  slaked  lime  powder, 
and  with  ^tbs  of  a  measure  of  water  in  all,  produced  1  measure  of 
paste. 

In  the  same  Table  he  gives  the  results  obtained  by  experiment- 
ing upon  seven  other  limes,  besides  the  above,  and  on  the  (m'uIcIs  de 
Boulogne,  cement  stones  found  there  (similar  to  the  Shcppy  cement) 
of  which  he  says  that  the  properties  were  first  discovered  by  an 
Englishman.  This  cement  calcined  and  pulverized  woidd  not  bear 
more  than  one  third,  and  the  limes  would  not  bear  more  than  one 
half,  of  their  respective  volumes  of  water,  without  being  reduced  to 


treussart's  mode  of  experimenting  on  limes,  &c.     81 

a  wet  powder.  He  therefore  kept  within  those  limits,  that  he  might 
obtain  a  dry  slaked  lime  powder,  but  he  observes  that  this  etVect 
might  have  been  produced  on  all  the  limes  by  one  fifth  part  of  their 
own  volume  of  water  only.  He  observes  further,  that  the  strongest 
hydraulic  limes  require  the  least  water,  and  occupy  the  least  space, 
first  as  slaked  lime  powder  and  afterwards  as  a  paste.* 

General  Treussurfs  Mode  of  experhnentivg  upon  the  Hydraulic 
Properties  and  Strength  of  Limes  and  Mortars.      {Chap.  3). 

(Lxxxvili)  He  first  reduced  his  quicklime  to  a  fine  powder  by 
using  about  one  fifth  of  its  bulk  of  water.  After  12  hours  he  made 
his  slaked  lime  powder  into  a  paste  with  water,  in  which  state  he 
measured  it  and  mixed  it  with  trass,  or  puzzolana  only,  whether 
natural  or  artificial,  or  with  sand  and  trass  or  puzzolana,  also  com- 
bined with  it  by  measure,  in  various  proportions,  sometimes  also 
experimenting  upon  the  lime  paste  or  hydrate  of  lime  alone.  He 
worked  up  these  ingredients  with  water  to  the  consistency  of  honey, 
passing  them  7  or  0  times  under  the  trowel.  He  then  put  them  into 
little  fir  boxes  16  centimetres  or  about  6  English  inches  long  by 
7  centimetres  or  '2.^  inches  in  width  and  depth,  and  exposed  them 
to  the  air  for  12  hours,  after  which  he  compressed  them  a  little  by 
the  hand  and  the  trowel,  they  having  at  this  time  acquired  what  he 
calls  a  half  consistency,  and  in  this  state  he  put  them  into  a  large  tub 
of  water  in  a  cellar.  He  observed  how  many  days  they  were  in  set- 
ting, which  he  judged  of,  by  their  not  yielding  to  the  pressure  of 
the  thumb. 

(lxxxix)  At  the  end  of  a  year  he  took  his  experimental  pieces 
of  lime  or  mortar  out  of  the  tub  and  box,  and  by  a  stone  cutter's 
chisel  and  afterwards  by  grinding  them  on  a  stone,  he  reduced  each 
specimen  to  a  prism  of  the  same  length  as  before,  but  only  7  centi- 
metres or  2^  inches  square.  He  then  broke  them  down  by  weights 
suspended  from  a  collar  or  inverted  stirrup,  passing  over  the  center 
of  each,  whilst  their  ends  were  supported  by  a  couple  of  iron  stir- 
rups fixed  to  a  beam  of  wood,  at  the  clear  distance  of  1  decimetre, 
or  very  nearly  4  English  inches  apart.  This  will  be  understood  by 
a  reference  to  Article  199,  in  which  I  have  described  a  similar 
apparatus  used  by  me,  but  copied  from  General  Treussart.  He 
states  that  his  object,  in  scraping  off  part  of  the  surface  all  round, 

•  General  Treussart  makes  his  wliite  marble  lime  expand  from  1  measure 
of  quicklime  powder  to  1^  measure  of  slaked  lime  paste.  In  mj  expcriuients 
on  chalk  lime,  the  same  quality  of  lime,  but  from  a  less  compact  stone,  pro- 
duce nearly  1^  measure  of  slaked  lime  paste  from  1  measure  of  quifklime 
powder.  See  the  Abstract  of  Table  xiv  (297).  M.  Vicdt  says  that  3*1 
measures  of  paste  of  the  same  description  of  lime  may  be  obtained  from  1 
measure  of  quicklime,  which  he  states  as  a  fact,  without  describing;  the  ex- 
periments from  which  he  deduced  this  o|)inion.  Hence  as  this  assertion  is 
in  direct  contradiction  lo  General  Treussart's  experiments  and  mine,  which 
very  nearly  agree,  provided  that  allowance  be  made  for  the  General's  mode 
of  measurement,  which  is  the  only  thing  he  has  not  explained,  and  which 
may  have  ditfered  from  mine;  I  naturally  place  more  confidence  in  his  cx- 
perinaents,  than  in  the  opiDions  of  M.  Vicat. 

f 
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was  to  subject  to  tbe  breaking  apparatus,  that  part  of  each  experi- 
mental prism,  which  had  not  been  exposed  to  the  direct  action  of 
water,  for  he  remarks  that  be  often  found  liis  mortars  harder  outside 
than  inside,  and  sometimes  the  contrary'.  This  method  appears  to 
me  much  more  satisfactory  than  M.  \  icai's  breaking  down  process, 
as  before  described  (Lxxxin),  and  infinitely  better  than  his  steel 
point  apparatus,  to  which  no  value  can  reasonably  be  attached,  for 
asGeneral  Treussart  remarks,  in  tiying  the  hardness  or  resistance  of  a 
prism  of  betDn  by  this  apparatus,  if  the  steel  point  happened  to 
impinge  upon  one  of  the  hard  broken  stones  or  6inl  gravel,  which 
form  a  component  part  of  this  substance,  its  effect  would  be  null, 
but  if  it  happened  on  the  contrary  to  impinge  upon  the  lime  or  fine 
mortar,  by  which  those  stones  are  united,  its  penetration  might  be 
considerable. 

(xc)     Of  the  Natural  Hydraulic  Limes. 

General  Treussart  estimated  the  strenalh  of  these,  as  well 
as  that  of  the  mortars  produced  from  them,  by  the  actual  break- 
ing weight  in  kilogrammes,  as  was  befoie  explained.  To  give 
an  idea  of  their  comparative  resistance  in  proportion  to  that  of 
bricks,  he  reduced  well  burned  briclis  of  two  sorts  to  the  same 
dimensions  as  his  esperimental  square  prisms  of  mortar,  and  on 
tPiing  them  in  the  same  manner,  he  found  that  one  sort  broke  down 
under  210,  and  the  other  under  269  kilogrammes,  oi  under  weights 
respectively  e([ual  to  463  and  593  lbs.  avoirdupois.  He  found  that 
his  natural  hydraulic  limes  were  generally  stronger  as  hyd'ates, 
than  when  made  into  mortar  with  sand  alone,  but  that  their  strongest 
form  was  when  1  measure  of  lime  paste,  1  measuie  of  sand  and 
1  of  trass  or  of  puzzolana,  were  mixed  together. 

For  example,  Allkirk  lime  in  the  state  of  putty  broke  down 
under  122  kilogrammes,  or  2G9  lbs,  avoirdupois;  when  1  measure 
of  this  lime  was  made  into  mortar  with  2  measures  of  sand,  it  broke 
down  under  79  kilogrammes  or  174  lbs  ;  but  when  made  into  mor- 
tar with  1  measure  of  tiass  and  1  of  sand,  it  required  245  kilo- 
grammes or  5-10  lbs,  to  break  it  down.  The  times  which  these 
mixtures  had  previously  required  to  set  under  water,  were  respec- 
tively 10,  12  and  4  days,  the  trass  thus  appearing  not  only  to  add 
to  the  strength  of  the  moitar,  but  to  accelerate  its  setting.  Similar 
results  were  produced,  though  not  in  the  same  proportion,  by  the 
like  combinations  of  the  other  hydraulic  limes  with  water,  sand  and 
trass.  In  these  experiments,  the  lime  having  been  slaked  fresh 
from  the  kiln,  and  usrd  inimediately,  he  afterwards  tried  w  hat  dif- 
ference would  be  produced  by  allowing  the  slaked  lime  powder  to 
remain  until  it  got  stale.  ^Vith  few  exceptinns,  when  these  limes 
were  kept  for  various  periods  not  exceeding  three  months,  and  then 
experimented  upon,  the  mortals  produced  became  gradually  weaker 
and  weaker  when  sand  was  used  ;  but  not  always  when  sand  and 
trass  were  both  used,  for  the  addition  of  trass  appeared  to  correct 
the  injury  thus  caused  by  the  staleness  of  the  lime.     He  also  tried 


TREUSSAUT  ON   ARTIFICIAL  HYDRAULIC  LIME,  83 

the  effects  of  spontaneous  slaking ;  and  found  that  the  mortars 
produced  were  much  worse,  than  those  obtained  from  the  lime  slaked 
into  powder  when  fresh  from  the  kiln,  and  used  immediately,  ex- 
cepting in  the  IMetz  lime  alone,  which  when  slaked  in  air,  and  mixed 
4  months  afterwards  with  sand  and  trass,  required  a  breaking  weight 
of  200  kilogrammes  or  441  lbs,  avoirdupois.  The  J3oulogne  cement 
(ecjuivalent  to  (he  Sheppy  cement)  as  I  said  before,  broke  down 
when  used  pure  under  an  average  weight  of  GO  kilogrammes  or  132 
lbs,  but  when  mixed  with  sand  it  did  not  on  an  average  bear  more 
than  one  fiflh  of  that  weight.  When  calcined  strongly,  the  same 
cement  used  pure  was  so  much  increased  in  strength  that  it  bore 
130  kilogrammes,  or  281  lbs,  even  in  (his  state  however  being  in- 
ferior to  his  hydraulic  limes,  two  of  which  mixed  with  water  alone 
required  220  kilogrammes  or  485  lbs  to  break  them  down.  This 
apparent  inferiority  of  a  cement,  which  I  have  no  doubt  is  equal  to 
our  Sheppy  cement  or  nearly  so,  can  easily  be  accounted  for  by  the 
circumstance  of  General  Tteussart  having  experimented  upon  it  in 
the  same  manner  that  he  did  in  trying  his  limes,  which  must  neces- 
sarily have  spoiled  it.* 

OJ"  l/ie  Bitrn'nig  of  Ht/draulic  Limes. 

In  respect  to  this  point,  having  observed  that  the  lime  of 
Obernai,  one  of  the  best  in  the  neighbourhood  of  Strasburg, 
during  the  process  of  calcination  assumed  tirst  a  yellow,  then  a  grey 
and  afterwards  a  blue  tint,  the  latter  of  which  was  a  proof  of  its 
being  rather  overburncd.  General  Treussart  found  on  trial  that  the 
yellow  verging  on  grey,  or  butf"  colour,  was  the  best  slate  for  yielding 
a  strong  mortar,  and  his  experiments  on  the  Boulogne  cement  also 
led  him  to  attach  importance  to  the  degree  of  burning  of  hydraidic 
limes.  But  from  my  own  experiments  I  am  of  opinion,  that  these 
varieties  in  the  apparent  strength  indicated  by  our  expeiiments,  may 
have  arisen  from  some  accident;  for  1  consider  that  when  a  calcined 
stone  first  ceases  to  effervesce  in  acids,  it  is  burned  enough,  and  that 
any  further  burning  may  injure  but  cannot  improve  it. 

Of  Artificial  Hi/drau/ic  Lime.     (Chap.  4.) 

(xci)  General  Treussart  next  relates  the  results  of  his  first 
attempts  to  make  this  sort  of  lime  according  to  M.  Vicat's  system, 
which  when  composed  of  common  lime  relnirned  and  one  fi!(h  of 
common  brick  earth,  required  20  days  to  set  under  water,  and  when 
mixed  with  2  measures  of  sand  broke  down  under  20  kilogrammes 
or' 44  lbs,  but  when  made  of  pipe  clay  and  mixed  with  sand  alone 
it  required  8-3  kilogrammes  or  187  lbs,  and  when  made  with  pipe 
clay  and  mixed  with  sand  and  trass  also,  itrec|uired  140  kilogrammes 
or  301)  lbs  to  break  it  down.  The  artificial  hydraulic  lime,  which 
he  sent  for  from  Paris,  when  mixed  with  2  measures  of  sand,  set  on 

•  Gonpral  Treussart  states,  that  wlien  chemically  analyzed  their  conipo- 
nent  parts  were  the  same  and  in  the  same  proportions  nearly,  excepting 
that  the  Sheppy  stone  had  some  thousandths  parts  of  carhonate  of  magnesia 
and  of  manganese  not  found  in  the  Boulogue  stone,  a  ditfercnce  too  insigni- 
(icant  to  be  worthy  of  notice. 

f  2 
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an  average  of  nine  trials  in  16  or  17  days,  and  broke  down  under  an 
average  ot"  101  kilogrammes  or  2*23  lbs,  but  when  allowed  to  be- 
come stale,  by  keeping  it  one  or  two  months,  before  it  was  made  into 
mortar,  it  either  lost  a  great  deal  of  its  strength  or  broke  down  by 
the  apparatus  alone,  that  is  when  sand  only  was  used  ;  but  on  add- 
ing trass  also,  this  defect  of  stateness  was  considerably  corrected, 
for  the  same  lime  though  kept  2  months,  when  mixed  with  sand  and 
trass  in  equal  parts  set  in  6  days,  and  required  135  kilogrammes  or 
298  lbs,  to  break  it  down.  He  afterwards  tried  artificial  hydraulic 
lime  made  with  reburned  lime  and  pipe  clay,  which  had  proved  the 
best  of  his  former  mixtures,  but  now  mixing  these  ingrndients  with 
soda  water  and  potassa  water,  and  on  making  it  into  mortar  with  2 
measures  of  sand,  he  found  that  the  soda  did  some  good,  but  that 
the  potassa,  increased  the  strength  of  the  mixture  still  more  con- 
siderably, in  one  experiment  requiring  a  breaking  weight  of  185 
kilogrammes,  or  408  lbs. 

Oj'  Hydraulic  Mortars  made  rcith  Common  Lime,  and  Trass 
or  Ptizzolana.     {Chap.  5.) 

(xt  It)  His  trass  was  of  the  best  quality  obtained  from  the  vil- 
lage of  iirohl  near  Andernarh  on  the  Kliine,  and  his  puzzolana  was 
from  Naples.  He  found  that  the  puzzolana  used  by  him,  in  combi- 
nation with  common  lime,  whether  with  or  without  sand,  produced 
rather  stronger  hydraulic  mortar,  than  the  like  mixtures  of  liass  with 
the  same  substances.  For  example  the  average  breaking  weiirht  of 
lime  and  puzzolana  was  20G  kilogrammes,  or  454  lbs  ;  whilst  that  of 
lime  and  trass  was  only  183  kilogrammes,  or  404  lbs  ;  and  in  like 
manner  the  average  breaking  wtight  of  lime,  sand  and  puzzolana, 
was  203  kilogrammes,  or  448  lbs  ;  whilst  that  of  lime  sand  and 
trass  was  191  kilogrammes,  or  421  lbs.  He  also  found,  on  trial,  that 
mixtures  of  common  lime,  sand  and  trass,  were  not  materially 
injured  by  allowing  the  lime  to  remain  slaked  for  several  months,  or 
even  for  a  year,  until  it  got  completely  stale.  In  short  when  trass 
or  puzzolana  was  one  of  the  ingredients,  he  found  that  hydraulic 
mortar  might  be  formed  with  conrmon  lime  with  or  without  sand 
slaked  in  any  way  whatsoever,  and  no  matter  how  stale,  and  he 
adverts  to  experiments  afterwards  tried,  which  proved  that  common 
fat  lime  run  in  the  state  of  fluid  lime  putty,  and  kept  in  a  reservoir 
for  5  or  0  years,  formtd  a  :;ond  hydraulic  mortar  even  at  the  end  of 
that  time,  if  mixed  with  the  ingredients  before  specified.  Hut  he 
thinks  that  the  best  hydraulic  mortar  is  obtained  from  common  lime 
slaked  into  a  powder,  by  a  moderate  quantity  of  water,  and  then 
allowed  to  become  stale  by  exposure  to  air  under  cover.*  This  he 
considers  to  be  a  very  great  advantage  of  this  sort  of  hydraulic  mor- 
tars, over  that  foimed  of  sand  alime  mixed  with  any  of  the  hydraulic 
limes  natural  or  artificial,  since  these  limes  are  deteriorated  and  may 
be  spoiled  by  becoming  stale. 

*  He  observes  that  some  of  the  hydraulic  limes  make  cood  mortar  with 
sand  and  tras«,  although  stale,  but  not  all  of  them,  others  l»eing  much 
deicrinratcMl  if  not  used  fresh.  Ho  .ilvvays  drsignatcs  what  had  been  termed 
fiU  Lime  in  France,  by  the  more  appropriate  epithet  \ii  common  Lime, 
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In  all  my  own  experiments  with  chalk  lime,  puzzolana  and  sand, 
I  used  the  lime  thoroughly  slaked,  but  never  stale.  Hence  I  have 
no  right  to  contradict  General  Treussart  in  this  point,  fronj  my  own 
personal  knowledge  ;  but  as  slaked  lime  by  degrees  approaches  in 
its  chemical  qualities  to  the  original  carbonate  of  lime  from  whence 
it  was  obtained,  and  we  know  that  the  paste  of  pulverized  carbonate 
of  lime  has  no  cementing  properties  at  all,  I  cannot  help  suspecting 
that  there  must  be  some  fallacy  in  supposing,  that  any  sort  of  lime 
will  not  be  materially  injured  by  continued  exposure  to  air  before  it 
is  made  into  mortar  for  use.  I  conceive  that  all  must  suffer  more  or 
less,  although  fat  limes  may  be  less  deteriorated  than  the  hydraulic 
limes,  by  being  allowed  to  become  slale. 

Of  Artificial  Puzzolanus.     [Chap  G.) 

(xciii)  The  next  part  of  General  Treussart's  subject  relates  to 
artificial  puzzolanas,  which  are  of  great  antiquity  in  Europe  as  befnre 
mentioned,  that  is,  if  tile  dust  or  biick  dust  be  considered  such,  and 
in  this  part  of  his  work  he  notices  the  labours  of  M.  Bagg6  in 
Sweden,  and  of  other  gentlemen  who  preceded  him,  in  this  investi- 
gation, which  I  abstain  from  repeating. 

In  using  bricks  as  a  substitute  for  puzzolana,  he  observes,  that 
some  sorts  require  to  be  more  burned  than  others.  In  order  to  judge 
of  this  point,  he  recommends  a  trial  of  three  bricks  to  be  chosen  in 
any  brickfield,  one  rather  underburned  such  as  we  would  call  in 
England  Place  Bricks,  another  well  burned,  and  a  third  rather 
overbumed  but  not  vitrified.  Let  each  of  these  be  reduced  to  the 
state  of  impalpable  powder.  Then  let  them  be  intimately  mixed 
with  common  lime  which  has  been  slaked  for  some  lime,  in  the  pro- 
portion of  2  measures  of  brickdust  to  1  measure  of  lime  paste,  adding 
as  much  water  as  may  be  necessary  to  effect  the  perfect  incorporation 
of  the  ingredients.  Put  the  mixtures  thus  formed  at  the  bottom  of 
a  glass,  and  if  stiff,  you  ma)'  pour  water  over  them  immediately,  if 
not,  let  them  dry  for  some  hours  till  they  obtain  what  he  calls  a  half 
consistency,  and  then  add  the  water,  taking  care  that  at  this  period 
they  shall  all  be  in  the  same  state.  Label  the  glasses,  and  after  two 
or  three  days,  examine  your  mixtures  daily, until  they  set  under  wa- 
ter so  as  to  resist  the  pressure  of  the  finger,  and  that  which  soonest 
attains  this  state  will  be  the  best.  If  there  be  several  brickworks  in 
the  neighbourhood,  let  three  bricks  of  each  be  Pelected  and  tried  in 
the  same  manner,  and  the  result  of  your  experiments  will  prove, 
which  of  the  several  earths  made  into  bricks  is  the  best  for  an  artifi- 
cial puzzolana,  and  to  what  degree  it  ought  to  be  burned.  General 
Treussart  further  remarks,  that  bricks,  which  in  burning  have  had  a 
strong  current  of  air  passing  through  them,  make  a  better  artificial 
puzzolana,  than  bricks  of  the  same  earth  equally  well  burned  but 
not  subject  to  a  current  of  air  during  this  process.  He  also  observes, 
in  reference  to  the  degree  of  burning,  that  marly  clays,  or  those 
which  contain  a  small  portion  of  carbonate  of  lime,  and  which  there- 
fore effervesce  in  acids,  should  be  less  burned  than  the  purer  clays 
not  acted  upon  by  acids,  which  are  not  so  liable  to  become  vitrified 
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as  the  former.  He  states  that  the  plastic  clays  fit  for  forming  earthen- 
ware are  the  best,  v. hirb  although  1  liare  Dot  esperimeiiltil  ju  the 
same  way  appeals  to  me  to  be  a  sound  opioion,  since  1  found  that 
none  but  puie  plastic  clays  would  make  an  artificial  cement,  and  I 
conceive  that  Ibt:  same  clay,  whifb  is  the  best  for  ibis  purpose,  will 
be  the  best  for  an  ailiBcial  puzzulana  also.  Hence  1  would  exclude 
bricks  aod  brick  earlh  altngether,  as  M.  Peyronnel  did  in  his  speci- 
fication for  the  aitificial  puzzolana  for  the  Bridge  of  >{euilly,  for 
which  he  onlr  allowed  pulverized  tiles,  which  are  always  funned  of 
a  much  finer  clay,  than  bricks  (lxtii). 

(xctv)  Geneial  Treus>.3rl  states  that  he  has  foaod,  that  a  mix- 
ture of  common  lime,  with  sand  and  brickdu^l  in  equal  pails,  will 
form  a  hydraulic  moitar  requiring  a  breaking  weight  of  from  100  to 
150  kilogrammes,  or  from  2'21  to  331  lbs,  avoiidupois,  which  he 
considers  sufficient  for  large  masse?  of  masonry:  but  for  imporlaut 
works,  such  as  the  masonry  of  the  locks  of  canals,  floodgates,  &r,  the 
foundations  of  balardeaus,  the  plastering  of  the  ridges  of  vaults  or 
casemates,  &c,  and  for  making  artificial  stone  to  be  used  for  the 
facing  «>f  belon  walls,  he  thinks  thai  a  resistance  of  from  150lo2tJ0 
kilogianmes  oi  from  331  to  441  lbs,  is  desirable,  for  which  purpose 
the  clays  fit  for  pottery  should  be  chosen,  which  should  be  made  up 
into  balls  the  size  of  an  egj,  aod  burned  fiisl  esperimentally  in  cru- 
cibles having  holes  at  bottom,  to  ascertain  the  decree  of  burning 
proper,  and  aflei wards  on  a  laigtr  scale  in  a  kiln  exposing  thtm  to 
the  action  of  air,  but  not  of  cold  air.  In  using  wood  he  recommends 
kilos  having  fire  places  below,  and  in  all  respects  like  a  common 
brick  kiln  in  this  country,  but  with  the  addition  of  b«-ing  vaulted 
over,  whilst  in  using  coals  or  peat,  he  recommends  the  invtrted-cone- 
shaped  lime  kilu  to  be  applied  to  the  burning  of  bis  clay  balls, 
intermixing  them  with  the  fewel  in  alternate  layers. 

(xct)  The  results  of  his  experiments  seem  to  prove  that  gene- 
rally his  artificial  puzzolanas,  when  made  of  fine  clay,  were  equal  to 
the  natural  puzzolanas.  Having  tried  salt  in  a  few  experiments  he 
thinks  it  probable,  that  it  might  be  beneficial,  especially  as  he  fonnd 
that  potassa  had  produced  a  considerable  improvement,  and  as  it  was 
well  known  that  much  of  the  trass  sold  in  Holland  was  not  natural 
as  the  dealers  pretended,  but  artificial  trass  obtained  from  the  calci- 
nation of  a  clay  found  under  the  sea  on  the  Dutch  coasts.  He  states 
that  he  finds  that  magnesia  mixed  with  clay  previously  to  calcination 
produced  no  efl^ect,  and  therefore  he  considers  it  passive  or  inert,  in 
w  hich  opinion  I  do  not  agree.  He  also  tried  a  mixture  of  sand  with 
his  clays,  and  as  he  says  that  these  sands  were  reduced  to  a  very  fine 
powder  before  they  were  used,  they  seemed  rather  to  do  good  than 
otherwise.  Some  of  the  cljys  on  the  contrary  when  deprived  of  a 
part  of  their  original  sand  were  improved.* 

•  I  do  not  consider  this  as  a  contradiction.  Clay  is  chiefly  composed  of 
silica  in  its  finett  state,  whicli  in  its  coarse  state  is  sand.  My  own  first  ex- 
periments proved  that  coarse  sand  is  prejudicial  to  an  artificial  cement,  and 
by  analogy  I  conceive  that  it  most  be  prt>jadicial  to  ao  artificial  pouolana. 
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(xcvi)  Of  the  Metallic  Oxides,  Coal  Ashes,  ^c. 
General  Treussarl  combats  ihe  opinions  of  those,  who  think  that 
the  oxides  of  iron  and  of  manganese  act  a  principal  part  in  commu- 
nicating hydraulic  properties  to  limes  and  mortars;  in  respect  to 
which  I  admit  that  they  are  secondary  to  clay,  but  my  experiments 
will  not  allow  me  to  consider  them  absolutely  useless,  as  the  General 
maintains. 

In  respect  to  the  utility  of  coal  ashes,  as  an  ingredient  for  a  hy- 
draulic mortar,  ccncerning  which  the  opinions  of  Engineers  in  France 
were  divided,  he  considers  that  some  may  be  very  good,  such  as  the 
ashes  of  Tournay,  of  which  he  experienced  the  benefit  at  l.ille  in 
1815  and  181G.  Others  may  be  bad,  such  as  the  coal  ashes  of  Stras- 
burg,  which  he  afterwards  tried  and  found  useless.  He  considers 
this  difference  to  arise  from  the  first  sort  of  coals  containing  a  small 
proportion  of  clay,  which  being  incombustible  forms  the  chief  residue 
of  the  coals  burned  in  the  lime  kilns  of  Tournay,  and  being  calcined 
corresponds  in  its  properties  with  an  artificial  puzzolana.  He  observes 
that  some  sorts  of  basalt  when  burned  properly  answer  the  same 
purpose. 

(xcvii)  General  Treussart  remarks  that  artificial  puzzolana, 
formed  of  bricks  exposed  to  a  draft  of  air  whilst  being  burned, 
will  set  in  3  or  4  days,  whereas  that  formed  of  the  same  sort  of  bricks 
equally  well  burned,  but  not  so  exposed,  may  not  set  for  10,  20,  or 
sometimes  even  .30  days,  and  yet  may  form  good  hydraulic  mortars 
in  time.  He  says,  that  he  has  observed,  that  the  strength  of  artificial 
puzzolana  may  generally  be  judged  of  by  its  quickness  in  setting  ; 
but  that  the  quickest  setting  hydraulic  limes  aie  not  the  strongest. 
1  do  not  agree  with  him  in  this  last  supposition,  which  is  at  variance 
with  the  results  of  my  own  experiments  on  the  hydraulic  limes  of 
England. 

(xcviii)  Of  Mortars  kept  under  Water.  {Chap.  7.) 
Here  General  Trenssart  returns  to  the  subject  of  slaking,  and 
proposes  for  hydraulic  limes  to  throw  about  i  or  \  of  their  bulk  of 
water  over  them  ;  and  to  allow  them  12  hours  for  thoroughly  slaking, 
before  they  are  made  into  mortar  and  used,  but  not  longer.  He  states 
however  that  some  Obernai  lime  experimented  upon  by  him,  when 
slaked  with  its  own  bulk  of  water,  which  reduced  it  to  a  dampish 
powder,  and  mixed  with  2  measures  of  sand  immediately,  formed  a 
mortar  having  a  resistance  of  110  kilogrammes  or  243  lbs,  whilst  the 
same  sort  of  mortar,  made  from  the  same  lime  slaked  with  only  i  lb 
of  its  bulk  of  water,  had  a  resistance  of  80  kilogrammes  or  170  lbs, 
only.  On  allowing  several  portions  of  the  lime,  i^laked  as  above  with 
its  own  bulk  of  water,  to  remain  various  periods,  from  12,  24,  3G, 
&:c,  to  84  hours,  before  it  was  made  into  mortar  with  2  measures  of 
sand,  its  resistance  gradually  diminished  to'  05  and  from  thence  to 
30  kilogrammes,  or  to  210  and  from  thence  to  00  lbs,  thus  losing 
nearly  three  fourths  of  its  original  resistance,  by  allowing  it  to  remain 
only  7  days  from  the  period  of  slaking  to  that  of  using  it. 

(xcix)    Of  working  up  Mortar  again  by  remixing  and  beating  it. 
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He  next  relates  experimeots  upon  a  mixture  of  commou  lime, 
sand  and  trass,  in  equal  measures,  tried  in  order  tu  ascertain 
whether  moitar  made  but  not  u>ed  lor  some  days,  on  acrounl  of  bad 
Weather,  would  be  injured  by  the  delay.  He  found  that  this  morlar 
when  put  under  water  immediately  had  a  resistance  of  132  kilo- 
grammes, or  2yl  lbs.  Wiieu  allowed  12,  24,  3t>,  4S  and  (K>  houis 
to  set  in  air  before  it  was  immersed,  its  resistances  were  149,  140, 
145,  145  and  140  kilogrammes,  or  320,  309,  320,320,  and  309  lbs, 
respectively,  all  being  superior  to  that  obtained  by  immediate  immer- 
sion, but  on  remixin<;and  reheating  the  same  mortar,  at  the  periods 
of  12,  12  a  second  time,  24,  30  and  48  hours  after  being  first  made, 
and  putting  it  into  water  12  hours  afterwards,  its  resistances  were 
150,  148,  105,  105  and  150  kilogrammes,  or  331,  320,  304,  304 
and  331  lbs,  respectively,  in  one  of  which  rebeatings,  namely  the  first, 
no  additional  water  was  used,  whilst  in  all  the  others  a  little  was 
added.  General  Treussart  further  states  that  Oberuai  lime  made  into 
mortar  with  2  measures  of  sand,  and  immersed  immedialely,  had  a 
resistance  of  70  kilogrammes,  or  154  lbs,  but  that  when  allowed  12 
hours  before  it  was  immersed,  its  resistance  was  increased  to  75 
kilogrammes  or  105  lbs  ;  and  that  on  being  rebeaten  in  12  hours 
and  immersed  after  12  hours  more,  its  resistance  was  increased  to  90 
kilogrammes  or  199  lbs.  Also  that  a  mortar  composed  of  equal 
measures  of  the  same  lime,  sand  and  trass,  had  a  resistance  of  175 
kilogrammes  or  386  lbs,  when  immersed  immediately  ;  bnt  that 
when  rebeaten  in  12  hours  and  immersed  after  12  hours  more,  its 
resistance  was  increased  to  240  kilogrammes,  or  529  lbs. 

Upon  this  part  of  General  Treussart's  experiments,  although  the 
circumstance,  of  mortar  subject  to  immediate  immersion  proving 
weaker,  than  the  same  when  allowed  some  time  to  set  in  air,  agrees 
with  all  my  own  experiments,  yet  I  cannot  understand  in  what  man- 
ner remixing  and  reheating  any  mortar  can  possibly  improve  its 
strength,  unless  it  should  have  been  imperfectly  slaked  when  first 
mixed. 

(c)  He  tried  other  experiments  upon  trass,  and  found  that 
mortar  made  of  1  measure  of  common  lime,  mixed  with  2  measures 
of  sifted  trass,  was  neatly  twice  as  strong  as  the  mortar  of  the  same 
lime  mixed  with  coarse  trass  in  the  same  proportion,  their  resistances 
being  210  and  105  kilogrammes,  or  403  and  232  lbs,  respectively  ; 
and  he  also  ascertained  that  wetting  trass  did  it  little  or  no  haim. 
In  short  his  opinion,  and  1  believe  a  correct  one,  is,  that  neither  trass 
nor  any  sort  of  artificial  puzzolana,  to  which  he  might  have  added 
natural  puzzolana  also,  can  possibly  be  injured  by  exposure  toweather. 
Al.  Minard,  an  Engineer  of  Bridges  and  Koads,  having  announ- 
ced as  an  important  fact,  ihat  by  burning  lime  imperfectly,  so  as  to 
retain  a  proportion  of  carbonic  acid  gas,  very  good  hydraulic  lime 
might  be  obtained,  General  Treussart  tried  the  experiment  with 
common  lime,  which  he  made  into  mortar  with  sand  and  put  it  under 
water;  but  at  the  end  of  a  year  it  still  remained  soft.  For  my 
part,  I  do  not  think  (hat  1  should  have  taken  the  trouble  to  repeat 
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ihe  experiiiieiit,   as  fieueral  Treussarl  did,  since  from  our  present 
knowledge  of  Ihe  nalure  of  limes,  one  might  at  once  pronounce  IVI. 
Minard's  scheme  to  be  a  fallacy  like  that  of  Dr.  Higgins. 
(ci)     O/'  tlie    Cause    of  ihe   Induration    of  Mortars. 

General  Tieussart  observes,  that  M,  Vicat  in  his  publication  in 
1818,  having  ascribed  the  soliditiration  of  mortars  to  a  chemical 
action  of  the  lime  upon  the  sand,  this  opinion  was  objected  to  by  M. 
Beithier  and  Dr.  John,  with  whom  the  General  himself  concurs, 
inasmuch  as  he  asserts  that  hydraulic  limes  set  under  water,  whether 
mixed  with  sand  or  not.  Hut  he  conceives  that  a  chemical  action 
must  take  place  between  lime  and  trass,  or  lin)e  and  puzzolana,  whe- 
ther natural  or  artiticial,  since  coninton  lime  obtains  the  properly  of 
setting  under  water,  when  mixed  with  those  substances,  but  not  when 
mixed  with  sand. 

(cii)  General  Treussart  observes,  that  in  making  mortar,  there 
is  always  a  diminution  of  volume,  after  the  mixture  of  the  ingredients. 
For  example,  4  heaps  of  0*3  cubic  metre  of  quicklime  of  Obernai, 
and  of  0*0  cubic  metre  of  sand,  equal  in  all  to  3G  cubic  metres, 
when  mixed  into  mortar  measured  only  2*878  cubic  meties  :  and  in 
another  experiment,  00*9  cubic  metres  of  quicklime  and  sand,  when 
mixed  produced  50*:i38  cubic  metres  of  mortar  only, 

(cm)  He  mentions  a  proposal  of  M.  l.acordaire  Engineer  of 
Bridges  and  Koads,  who  obtained  superior  hydraulic  mortar,  by  half 
burning  hydraulic  lime,  slaking  it  by  immersion,  grinding  the  por- 
tion that  will  not  slake,  and  mixing  the  whole  with  sand.  This  is 
called  cement  of  Puuilly  from  a  place  where  a  manufactory  of  it  has 
been  set  up,  and  it  is  said  to  be  used  to  great  advantage  in  combina- 
tion with  fat  limes.  1  cannot  help  doubting  the  merit  of  this  system, 
which  General  Treussart  considers  to  be  very  promising,  so  far  as 
regaVds  hydraulic  limes  ;  though  as  he  previously  stated,  the  same 
mode  of  improving  common  lime  by  half  burning  it,  as  proposed  by 
AJ.  Minard  had  completely  failed. 

(civ)  General  Treussarl  combats  the  opinion  advanced  by  many 
Engineers  and  Chemists,  that  the  setting  of  mortars  is  caused  bv 
the  lime  gradually  recovering  the  wjiole  of  the  carbonic  acid  gas 
driven  out  of  it  in  the  kiln  ;  for  he  asserts  on  the  contrary,  that  the 
oldest  mortars  never  recover  enough  of  this  gas,  thus  to  be  recon- 
verted into  carbonate  of  lime.  In  support  of  his  own  opinion,  he 
gives  a  'liable  of  the  component  parts  of  various  old  mortars  analysed 
by  Dr.  John.  On  examining  this  Table,  I  cannot  see  that  General 
Treuss.irt's  objection  holds  good,  for  from  the  component  parts  of 
Several  of  the  mortars,  stated  in  the  Table,  if  we  deduct  the  quantity 
of  quartz,  sand  and  moisture,  which  could  not  have  formed  any  part 
of  the  original  lime,  the  remainder  contains  nearly  as  great  a  propor- 
tion of  carbonic  acid  gas,  as  any  pure  carbonate  of  lime  possesses.* 

•  For  example,  the  first  mortar  in  liis  table  100  years  old  was  from  St. 
Peter's  Church  at  Berlin.  Besides  8000  parts  of  quartz  and  330  of  water, 
it  consisted  of  carbonic  acid  GOO  parts,  lime  in  the  state  of  cari)onate  SCO, 
lime  combined  with  other  substances  170,  combined  silica  100,  total  1000. 
Hence  if  the  quartz  and   water   he   deducted,  the  remainder  of  this  old 


90   OBSERVATIONS  ON  LIMES,  WATER  CEMENTS,  &C.    (appendix). 

(cv)      Of  Sands  and  Arenes.     {Chap.  8.) 

Afler  remarking^  on  the  various  siiuations  in  which  sand  is 
found,  and  on  lis  nature,  as  being  silicieus,  granitic,  calcareous,  Sec. 
he  justly  remarks,  that  one  of  the  chief  lequisites  in  sand  for  making 
mortal-  is  that  il  should  be  clean  and  free  from  all  eailhy  particles. 

Alleruards  he  treats  of  arenes,  a  sort  ofsaud  recently  brought  into 
notice  in  PVanre  by  iM.  Girard  de  Caudenibtrg,  Engineer  of  Bridges 
and  Iioads,  who  published  a  paper  on  them  in  1827,  in  which  he 
describes  tli^m  as  fossil  saiuls  of  a  reddish  brown,  reddish 
yellow,  and  even  of  a  yellow  ochery  colour,  found  on  the  banks  of 
the  River  Isle  in  the  Department  of  the  Girunde,  which  when  mixed 
with  lime  made  a  very  good  moitcr  for  the  walls  of  buildings,  and 
possessed  also  hydraulic  properties,  which  had  caused  them  to 
be  used  by  the  pioprieters  of  the  mills  situated  on  that  river. 
Having  no  hydraulic  lime  in  his  possession,  M.  Girard  executed 
several  sluices  with  mortar  mode  of  common  lime  and  these  aienes, 
which  proved  veiy  good,  and  which  lequired  the  pickaxe  to  cut  into 
beton  formed  of  it,  when  a  year  old. 

Captain  Le  Blanc  of  the  French  Royal  Engineers,  employed  at 
Peronne,  addressed  an  interesting  memoir  on  the  oOth  of  November 
of  the  same  year,  in  which  he  remarked,  that  in  demolishing 
some  of  ihe  old  walls  of  that  fortress,  which  had  been  built  from 
150  to  GOO  years,  thev  were  generally  found  to  be  extremely  hard, 
and  were  evidenlly  built  of  the  common  sand  of  that  neighbour- 
hood, which  in  more  modern  specifications  for  the  works  of  the  same 
fortress  had  been  rejected,  as  of  an  earthy  quality.  This  induced 
Captain  Le  Blanc  to  make  experimental  cubes  of  mortar,  thiee 
of  the  clean  sand  recommended  in  the  specifications  for  the  con- 
struction of  the  new  works,  and  three  with  the  earthy  or  argilla- 
ceous sand,  with  which  the  old  masonry  had  evidently  been  built. 
The  latter  set  under  water  in  a  month  to  such  a  degree,  that 
it  was  impossible  to  make  an  impression  on  it  with  the  thumb,  but 
the  former  was  still  soft  after  several  months.  In  the  mean  lime 
M.  Girard's  pamphlet  appeared,  by  which  Captain  Le  Blanc  found 
that  this  earthy  sand  of  Peronne  was  of  the  same  description,  that 
had  been  treated  of  by  that  author  under  the  name  of  arenes  ;  and 
since  that  time  arenes  have  been  noticed  in  several  other  parts  of 

morlar  consists  almost  entirely  of  carbonic  acid  and  carbonate  of  lime. 
Again,  in  tiie  5tii  mortar  described  iu  the  same  table,  said  to  bave  been  ot>- 
tained  at  Cologne  from  a  wall  built  by  Agricola  in  tbe  tirst  century,  tbe 
proportions  are  carbonic  acid  900,  lime  in  the  !>tate  of  carbonate  1194,  lime 
combined  with  oilier  substances  Z'li,  combined  silica  25,  quartz  and  sand 
6S84,  alumina  and  oxide  of  iron  27o,  and  water  400,  making  a  total  as  before 
of  10000.  General  Treussart  pointedly  remarks  that  ibis  last  mentioned  mortar 
bad  only  recovered  13  per  cent  of  carbonic  acid,  whereas  be  observes  that 
lime  stone  usually  contains  33  per  cent  of  that  ?as.  Consequently,  I  appre- 
hend, thai  in  stating  ibe  proportion  of  13  per  cent,  be  must  through  mistake 
have  included  the  quartz  and  sand,  which  could  not  have  formed  any  part 
of  the  original  lime.  If  we  strike  out  these,  the  carbonic  acid  absorbed  by 
tliis  nncirnt  mortar  cannot  be  less,  than  vtbal  tbe  Ume  stone  originally  cou- 
taioed  before  it  was  burned. 
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France,  of  which  it  appears  however  that  the  properties  have  generally 
been  well  known  to  the  masons  of  the  country,  and  used  by  lliein  in 
building  mills,  &c. 

From  ihe  above  it  must  be  evident,  that  tlie  clay  contained  in 
the^-e  arenes  must  rathei  be  in  the  solid  state  of  clay  but  broken  dnwn, 
than  in  the  plastic  state,  in  which  last  slate  it  would  ruin  mortar, 
instead  of  improving  it.  In  short  it  must  be  a  sort  of  natural  puz- 
zolana  probably  combined  with  sand  ;  and  it  is  possible  thai  some- 
thing- similar  to  it  may  be  found  in  the  British  Islands  also,  in  those 
districts  where  softish  clay  slone  abounds,  the  disintegration  of  whirh 
would  probably  form  a  sort  of  areues,  having  the  same  properties  as 
those  of  France. 

Of  Betons.     [Chap.  9.) 

(cvi)  After  remaiking  upon  the  mode  of  making  foundations 
by  ibrowiog  down  stones  and  hydraulic  mortar  in  the  time  of  Delidor, 
when  the  term  beto»  was  applied  to  the  mortar  only.  General  Treus- 
sart  observes  that  the  term  beton  is  now  applied  to  the  mixture 
of  this  sort  of  mortar,  with  small  stones  broken  to  the  size  of  an  e'^^. 
Therefore  the  French  beton  as  he  observes  is  in  reality  masonry  com- 
posed of  small  materials,  the  goodness  of  v,  hich  depends  upon  the 
quality  of  the  hydraulic  mortar  used  in  mai.'iig  it,  of  which  puzzo- 
lana  frequently  forms  a  part. 

According  to  this  deHnition,  beton  is  not  precisely  the  same  as 
our  English  concrtte,  which  generally  consists  of  a  mixture  of  sand 
and  gravel  grouted  with  some  sort  of  hydraulic  lime,  though  they 
may  eventually  attain  nearly  the  same  resistance  ;  but  it  may  fairly 
be  compaied  to  the  concrete  in  the  sea-wall  at  Brigiilon,  whirh  was 
a  mixture  of  mortar  and  shingle  from  the  beach,  excepting  that  the 
present  French  beton  has  its  small  stones  rendered  angular  by  break- 
ing, like  those  used  for  road-making  in  this  country,  instead  of 
being  rounded. 

In  using  beton  for  the  foundations  of  walls  commenced  under 
water.  General  Treussart  stytes,that  two  rows  of  sheeting  piles  should 
be  driven,  and  after  clearing  out  the  earth  fron)  the  internitdiate 
space  the  beton  may  be  thrown  in  ;  but  instead  of  doing  this  as  soon 
as  the  ingredients  are  mixed,  he  recommends,  contrary  to  the  opinion 
of  M.  Vicat,  that  it  shall  be  allowed  to  remain  from  12  to  30  hours  in 
the  air  to  consolidate,  according  to  the  season  of  the  year,and  that  it 
shall  be  let  down  in  a  sort  of  spoon  until  it  reaches  the  bottom  of  the 
space  in  which  it  is  to  be  used,  at  first  supposed  to  be  full  of  water, 
w  hen  by  pulling  a  string  the  spoon  is  turned  over,  and  the  contents  dis- 
charged into  the  proper  spot.  In  this  manner  the  whole  foundation 
should  be  covered  with  a  course  of  about  30  or  40  centimetres  or  from 
12  to  10  inches  in  thickness.  He  observes,  that  beten  thrown  down 
after  acquiring  a  half  consistency  in  the  air,  becomes  soft  again  un- 
der water,  but  that  some  time  afterwards  it  begins  to  set  once  more. 
He  then  recommends  ramming  it  at  the  end  of  12  hours,  first  gently 
and  afterwards  more  strongly  by  a  flat  rammer,  which  being  done  a 
second  layer  of  beton  may  be  applied.     He  observes,  that  in  spite 
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of  every  precaution,  part  of  the  lime  detaches  itself  and  forms  a  liquid 
paste  on  the  upper  surface,  which  he  says  ought  to  be  removed  before 
another  course  of  beton  is  applied.*  He  slates  that  hydraulic  mortar 
made  with  common  lime  and  artificial  puzzolana  will  answer  as  well 
for  beton  as  any  other  ;  but  in  this  case  he  considers  lime  that  has 
been  slaked  two  mouths  to  be  the  best,  whereas  hydraulic  lime  should 
be  slaked  fresh  from  the  kiln,  and  mixed  as  soon  after  slaking:  as 
possible,  and  within  a  period  not  exceeding;  10  or  15  days  at  the 
utmost. 

He  observes  that  after  some  experience,  be  finally  adopted  1  mea- 
sure of  Obernai  lime  mixed  with  2^  measures  of  sand,  for  the  mortar 
both  of  some  of  his  beton  foundations,  and  of  his  masonry  at  Strasburg, 
but  that  for  more  important  works  he  used  mortar  composed  of  1 
measure  of  Obernai  lime,  1  of  trass  and  1^  of  sand.  To  convert  each 
of  these  mortars  into  beton  he  added  from  2  to  2h  measures  of  g^ravel 
and  broken  stonesin  all,  the  proportion  of  the  former  being  one  half  of 
the  latter.  Observing  that  the  chief  use  of  the  gravel  and  broken 
stones  is  to  diminish  the  expense,  he  remarks  that  the  proportion 
of  them  used  in  beton  should  be  such,  that  all  the  pieces  of  stone  shall 
be  united  by  a  sufficient  quantity  of  mortar. 

lie  states  that  one  day's  labour  of  4  men  is  sufficient  to  mix  1*8 
cubic  metre,  or  about  23  English  cubic  feet  of  the  above  ingre- 
dients, w  hich  when  properly  mixed  will  compress  into  about  4  tifths 
of  their  original  volume;  and  to  sink  this  quantity  of  beton  into  its 
proper  place.  Also,  that  if  40  men  be  so  employed,  2  intellisrent 
workmen  and  1  carpenter  in  addition  will  be  required,  the  former 
for  slaking  the  lime  and  proportioning  the  ingredients,  the  latter  for 
repairs  of  tools,  scaffolding,  &c,  besides  2  labourers  more  for  un- 
foreseen contingencies. 

(cvii)  He  does  not  propose  beton  for  the  whole  height  of  the 
walls  of  w  harfs,  «ic,  but  for  the  foundations  only,  and  w  hen  these 
are  finished,  he  recommends  a  third  row  of  sheeting  piles  to  be 
driven  into  the  beton  foundation,  and  the  space  between  this  and 
one  of  the  former  rows  to  be  tilled  with  clay  to  make  a  regular 
coffer  dam,  and  then  to  pump  out  the  water  from  the  remaining 
space,  in  which  the  wall  shall  be  built  upon  the  beton  foundation 
with  stones  and  hydraulic  lime. 

This  arrangement  he  considers  indispensable  in  a  current,  but  in 
still  water  and  w hen  the  materials  for  the  mixture  are  remarkably 
good,  he  thinks  it  admissible  to  carry  the  beton  up  as  high  as  the 
low  water  mark,  and  to  commence  the  regular  masonrv  above  that 
level.  Yet  in  concluding  this  chapter,  he  expresses  his  doubts  as  to 
the  propriety  of  the  employment  of  beton  except  in  foundations,  in 
which  doubts  I  fully  concur,   but  in  a  stronger  degree,  being  con- 

*  He  considers  the  case  of  springs  being  found  at  the  bottom,  which 
would  wash  away  the  beton  as  fa^t  as  it  was  applied,  and  suggests  a  remedy 
Vkhirh  1  think  would  prove  quite  unequal  to  the  object,  from  my  own  ob- 
servation of  the  effect  of  land  springs  on  foundations,  under  much  less 
difficult  circumitaaces. 
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vinced  of  the  impropriety  of  using  beton,  or  concrete,  or  artificial 
stone,  for  any  thing  but  the  foundations  and  backing  of  walls  exposed 
to  water. 

(cviil)     General  Remarks  on  Hydrcixdic  Mortars.    (Chap.  10.) 

Having  greatly  abridged  the  first  section  of  General  Treussart's 
treatise,  which  relates  to  hydraulic  mortars,  I  shall  not  follow  him 
through  his  recapitulation  of  this  part  of  his  work,  except  in  a  few 
observations  not  before  noticed. 

He  observes,  that  all  hydraulic  limes  set  twice  as  quick  in  sum- 
mer as  in  winter;  and  considers  any  hydraulic  lime  to  be  good, 
which  either  as  a  hydrate  or  mixed  with  sand,  sets  in  summer  in  8 
or  10  days  after  immersion  so  as  to  resist  the  finger ;  but  if  it  should 
require  from  15  to  20  days  to  attain  this  consistency,  he  considers 
it  only  middling. 

He  observes  that  hydraulic  mortars  made  of  lime  and  artificial 
puzzolana  ought  to  set  in  summer  in  from  3  to  5  days,  if  the  latter 
should  be  of  good  quality  and  have  been  burned  in  a  current  of  air  : 
but  if  the  same  substance  should  not  have  been  burned  in  a  current 
of  air,  he  says  that  the  like  mixture  of  it  with  lime  will  require  three 
times  as  long  to  set. 

Both  General  Treussart  and  M.  Yicat  appear  to  me  to  attach 
more  importance  to  this  circumstance  than  it  deserves,  for  it  may  be 
remarked,  that  there  is  no  sort  of  kiln  now  in  use,  in  which  clay  for 
an  artificial  puzzolana  can  possibly  be  burned,  in  which  there  would 
not  be  a  free  circulation  of  air  ;  and  unless  some  part  of  the  kiln  be 
blocked  up  afterwards,  which  no  one  would  think  of  doing,  except 
in  making  bricks  or  tiles  which  require  to  be  annealed,  or  cooled 
gradually  to  prevent  them  from  becoming  too  brittle,  this  free  cir- 
culation or  thorough  draft  of  air  will  continue,  until  all  the  fewel 
shall  be  consumed  and  the  clay  perfectly  burned.  Even  in  experi- 
ments on  a  small  scale,  M.  Vicat  and  General  Treussart  consider  a 
current  of  air  so  essential,  that  in  using  crucibles  they  recommend 
boring  numerous  air  holes  through  the  sides  and  bottom  ;  whereas 
in  all  my  crucible  experiments  I  used  close  crucibles  with  covers, 
not  of  course  absolutely  air  tight,  though  fitting  well  over  the  top, 
and  never  found  the  experimental  cements  thus  burned  to  be  inferior 
to  those  burned  without  crucibles,  in  a  common  fire  place,  and  hav- 
ing a  free  circulation  of  air  on  all  sides. 

In  his  second  section  General  Treussart  treats  of  mortars  that 
are  to  be  exposed  to  the  air. 

Of  Mortars  for  Air  made  with  Lime  and  Sand  or  Puzzolana. 
(Section  2,  Chap.  11.) 

(cix)  General  Treussart  is  of  opinion,  that  the  Romans  had  no 
mystery  or  nostrum  for  making  superior  mortar,  and  he  states  ex- 
pressly that  M.  de  la  Faye's  peculiar  mode  of  slaking  and  M.  Loriot's 
method  of  making  mortar  before  described,  which  they  both  declared 
to  be  rediscovered  secrets  of  the  Romans, were  not  of  that  importance 
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which  ihoy  held  out,  not  being  ahle  as  they  asserted  to  produce 
superior  mortur  from  common  lime.* 

(cx)  He  observes,  tliat  nj^e  cannot  be  considercil  as  the  chief 
cause  of  the  coo«hiess  of  mortars,  for  some  very  old  or  ancient 
mortars  Iiave  been  found  perfectly  moist  below  the  surface.  He 
therefore  tried  some  experiments  on  this  sniiject,  and  adverting  to 
the  opinion  of  most  l)uil<lers,  that  common  or  fat  lime  should  be 
run  into  reservoirs  in  a  fluid  slate,  and  allowed  to  remain  there  a 
long  lime  before  it  is  used,  he  mixed  old  slaked  lime  i)ulty  of  this 
description  with  5  several  proportions  of  sand,  varying  from  3  to  4 
times  the  volume  of  the  lime,  and  having  made  square  prisms  of 
each  sort  of  mortar  thus  composed,  and  ))ut  them  by  in  a  cellar,  he 
took  them  out  at  the  end  of  a  year,  and  experimented  upon  them  in 
the  usual  manner,  when  he  found  that  they  all  broke  down  under  the 
iron  collar  and  scaleboard  alone,  without  any  additional  weight. 
Afterwards  he  tried  the  same  old  slaked  lime  putty  mixed  with 
trass  alone,  in  proportions  varying  from  2  to  2^  measures  of  the 
latter  substance,  when  he  found  that  after  keeping  these  mortars  also 
one  year  in  a  cellar  their  resistance  was  from  1 1 0  to  155  kilogrammes 
or  from  2V-i  to  342  lbs,  increasing  in  proportion  to  the  (luantity  of 
trass;  but  after  keepitig  them  in  a  dry  apartment  without  afire 
for  the  same  length  of  time,  their  resistance  was  from  200  to  240  kilo- 
grammes, or  from  441  to  521)  lbs  ;  but  in  both  cases  the  resistance 
diminished,  on  increasing  the  proportion  of  trass  from  2|  to  3 
measures. 

On  mixing  1  measure  of  the  same  slaked  lime  putty  with  from  2 
to  3  parts  in  all  of  sand  and  trass  in  equal  quantities,  he  found  that 
the  resistance  in  the  cellar  was  from  130  to  150  kilogrammes,  or  from 
2U7  to  331  lbs;  but  in  the  dry  room  only  from  05  to  1)5  kilogrammes, 
or  from  143  to  210  lbs,  being  the  contrary  of  his  former  results. 
!Not  l)eing  able  to  account  for  this  flifi'erence  otherwise,  and  not 
having  time  io  repeat  the  same  experiments,  he  suspects,  that  the 
trass  used  in  part  of  those  experiments  may  have  been  of  a  different 
quality  from  that  used  in  the  others,  for  an  interval  of  one  year  had 
intervened  between  them. 

(cxi)  He  found  that  common  lime  slaked  and  measured  in 
paste,  and  made  into  mortar  immediately,  acquired  a  resistance  of 
31  kilo£iramn)es  or  (»'"  lli^,  when  mixed  with  2  measures  of  sand, 
but  that  the  strength  of  common  lime  mortar  was  diminished  by  an 
increase  of  sand,  and  became  null,  when  mixed  with  from  2|  to  3 
measures  of  sand.  These  results  are  not  confirmed  by  my  experi- 
ments on  chalk  lime  mortars  (See  Table  xii,  Article  277). 

•  In  W\9  second  pui)lication,  M.  Vicat  has  not  noticed  Loriot's  system  at 
all,  tliont;li  l>c  atlaclicd  some  value  to  it  in  his  first  pnblication  of  IMS. 
Cicncral  'I'rciissart  observes  that  tlic  qnicklimc  |io\v(lor  applied  to  stale  mor- 
tar, accordinj;  to  this  system,  causes  the  mortar  to  dry  very  rapidly,  which 
he  says  gives  it  the  appearance  without  the  reality  of  setting,  for  it  docs  not 
communicate  greater  hardness  or  resistance. 
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Of  Mortars  made  of  Hydraulic  Lime,  mixed  with  Sand  or 
Puzzolana.     (Chap.   12.) 

(cxil)  lie  states  that  under  exposure  to  air,  1  rucasiire  of 
hydraulic  lime  combined  with  2  measures  of  sand  only  has  much 
less  resistance,  than  1  measure  of  hydraulic  lime,  1  of  sand  and  1 
trass,  the  former  in  three  instances  having-  broken  down  under  45, 
52  and  100  kilogrammes,  or  1)9,  1 15  and  221  lbs  ;  whilst  the  latter 
required  105,  122,  and  120  kilogrammes,  or  232,  209,  and  2G5  lbs, 
to  produce  that  effect.  Jlcre  also  his  results  difi'er  from  those  of 
my  experiments  upon  the  blue  lias  lime,  with  the  like  pro[)ortions  of 
sand  alone,  and  of  sand  anil  puzzolana,  which  are  ecpiivalent  to 
sand  and  trass.     See  the  same  Table  before  quoted  (277). 

He  states  further,  that  on  reducing  hydraulic  limes  to  a  slaked 
lime  powder,  by  adding  one  fifth  of  their  volume  of  water,  and  mix- 
ing them  afterwards  with  sand  alone,  the  resistance  diminished 
considerably,  on  allowing  the  powder  tp  become  stale  before  it  was 
mixed  with  the  sand  ;  but  wlien  combined  with  both  sand  and 
trass,  the  deterioration  from  this  cause  either  did  not  take  [dace,  or 
in  a  very  moderate  degree,  within  the  period  of  four  months 
after  the  slaking  of  the  lime.  He  observes  also  that  the  strength  of 
the  same  mortars  made  with  hydraulic  limes  was  usually  a  little 
greater  under  water  than  in  air  :  and  moreover  that  common  lime, 
sand  and  the  pnzzolanas,  make  a  stionger  mortar,  not  only  for 
water  but  for  air  also,  than  the  hydraulic  limes  mixed  with  sand 
alone,  'i'his  is  confirmed  by  my  own  experiments,  so  far  as  the 
resistance  of  these  limes  is  concerned,  being  the  only  quality  to 
which  General  Treussart's  experiments  apply. 

He  tried  several  hydraulic  limes  exposed  to  air  in  the  state  of 
hydrates,  namely  those  of  Obernai,  Vcrdt  and  lMefz,.iind  the  Bou- 
logne cement,  the  breaking  weights  of  which  were  147,  45,  54  and 
55  kilogrammes,  or  324,  99,  lJ9and  121  lbs,  avoirdupois,  respect- 
ively ;  and  it  appears  that  the  first  mentioned  lime. in  the  state  of 
hydrate  exceeded  in  resistance  the  mortars  made  by  mixing  it  with 
sand.  I  have  already  remarked,  that  he  must  have  spoiled  the 
Boulogne  cement,  in  his  former  experiments,  by  an  injudicious 
mode  of  using  it  (xc).     The  same  observation  applies  here  also. 

On  trying  1  measure  of  old  stale  common  lime  paste  mixed,  1st 
with  2  measures  ol  puzzolana,  2dly,  with  2  measures  of  trass,  3dly, 
with  2  measures  of  artificial  puzzolana  of  the  calcined  clay  of  SufHe- 
heim,  and  4thly,  with  2  measures  of  f<irge  cinders,  he  found  that 
they  broke  down  respectively  under  weights  of  195,  205,  195  and 
25  kilogrammes,  or  of  430,  452,  430  and  55  lbs.  A  mixture  of  1 
measure  of  the  same  lime  paste,  1  of  sand  and  1  of  the  same  artifi- 
cial puzzolana,  broke  down  under  105  kilogrammes,  or  304  lbs.  Tn 
respect  to  sand,  he  found  that  common  lime  mixed  with  2  measures 
of  common  sand  produced  a  mortar  that  broke  down  under  36  kilo- 
grammes, or  77  lbs,  but  on  mixing  it  with  the  same  sort  of  sand 
ground  fine,  it  required  55  kilogrammes  or  121  lbs,  to  break  itdown. 
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On  trviiiK  the  same  experiment  with  Oberoai  lime,  the  weights 
which  broke  down  the  coarse  sand  mortar  and  the  fine  sand  mortar 
were  respectively  Hit  and  125  kilogrammes,  or  187  and  270  lbs. 
Finally  on  mixing  2  sorts  of  lime  successively  with  twice  their  vo- 
lume of  earthv  sand,  he  found  their  resistance  null;  but  on  after- 
wards mixing  them  with  the  same  proportion  of  sand  that  had  been 
properly  washed,  they  each  required  a  weight  of  80  kilogrammes, 
or  17Glbs,  to  break  them  down. 

(cxill)  Observations  on  Mortars  exposed  to  Air.  (Chap.  14.) 
In  recapitulating  his  observations  on  mortars  exposed  to  air,  he 
remarks  that  the  system  of  preserving  common  lime  in  the  state  of 
putty  or  paste  is  so  ancient,  and  has  been  so  genei-ally  used,  that 
thouiih  his  experiments  were  unfavourable  to  that  system  as  destruc- 
tive of  the  strength  of  mortars  made  of  that  lime  and  sand  alone,  he 
is  unwilling  to  condemn  it  without  more  numerous  and  careful  trials, 
as  he  admits  his  own  to  have  been  few.  1  am  rather  inclined  to 
consider  General  'I  reussart's  experiments  on  this  point,  likely  to 
prove  decisive  ;  but  he  himself  recommends  that  it  should  be  tried 
with  various  common  limes,  in  several  countries.  He  is  of  opinion, 
that  Vitruvius  recommends  the  running  of  lime,  as  it  is  termed,  into 
reservoirs  in  the  state  of  putty,  for  interior  plastering  only,  not  for  the 
general  purposes  of  building.  He  is  so  strongly  impressed,  from 
some  of  his  experiments,  that  no  common  lime  with  sand  alone  can 
make  a  durable  mortar,  that  he  declares  his  opinion,  that  none  of 
the  ancient  Roman  buildings  in  a  state  of  preservation  in  the  present 
day  could  possibly  have  been  built  of  that  lime  without  a  mixture  of 
puzzolana  or  of  tile  dust.  He  observes  that  the  occasional  want  of 
the  brown  or  reddish  colour  in  the  mortar,  which  indicates  those  two 
last  named  ingredients,  does  not  prove  that  the  lime  used  was  com- 
mon lime  mixed  with  sand  only,  he  beins:  persuaded,  that  in  this 
case,  it  must  have  been  one  of  those  hydraulic  limes  which  are  colour- 
less from  the  absence  of  the  oxide  of  iron.  Under  the  same  im- 
pression, he  recommends  that  common  lime  and  sand  mortars  should 
never  be  used  at  all,  even  for  walls  exposed  to  air  alone;  but  that 
the  mortar  of  such  walls  should  either  be  of  hydraulic  lime  and  sand, 
or  of  common  lime  and  sand  mixed  with  the  natural  or  artificial 
puzzolaiias,  and  he  reprobates  verj'  justly  the  mode  which  had 
hitherto  generally  prevailed  in  France,  of  building  the  arches  of 
military  casemates  with  common  lime  and  sand  mortar,  and  cover- 
ing them  with  a  mixture  of  the  same  lime  and  of  tile  or  brick  dust, 
which  owing  to  the  precarious  nature  of  that  sort  of  artificial 
puzzolana  and  the  badness  of  the  mortar,  almost  always  allowe<l 
the  rain  water  to  filter  through.  Instead  of  this  defective  mode  of 
construction,  he  recommends  the  whole  of  such  casemates  to  be 
executed  with  good  hydraulic  mortar. 

Whilst  I  fully  agree  with  General  Treussart  in  believing  that  no 
common  lime,  or  fat  lime  as  M.  Vicat  would  term  if,  such  as  the 
common  cbalk  lime  of  the  South  of  England  will  ever  make  a 
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strong  mortar  with  sand  alone  ;  yet  his  opinion  as  to  the  perishable 
nature  of  such  mortar  even  in  air,  unless  a  proportion  of  puzzolana 
he  added  to  it,  appears  to  me  to  be  erroneous.  If  no  ancient 
building,  constructed  with  common  lime  mortar  alone  could  be 
expected  to  stand,  as  General  Treussart  has  asserted,  Rochester 
Castle  ought  now  to  be  a  mass  of  ruins,  for  it  has  undoubtedly  been 
built  with  common  chalk  lime  mortar,  unimproved  by  any  sort  of 
puzzolana  natural  or  artificial ;  and  in  consequence  of  the  inferiority 
of  this  mortar,  all  the  external  joints  have  been  corroded  in  the 
course  of  centuries  to  a  considerable  depth,  but  there  is  not  the 
least  appearance  of  the  lofty  walls  of  this  ancient  edifice  ever  falling 
to  pieces,  according  to  the  General's  theory,  from  mere  exposure  to 
the  vicissitudes  of  the  weather. 

Of  Artificial  Stones,  and  of  Bctons  exposed  to  Air.    {C/tap.l5). 

(cxiv)  Alter  quoting  M.  Fleuret  and  JM.  Roudelet,  respecting 
the  great  antiquity  of  artificial  stone  for  buildings  in  air,  General 
'iVeussart  observes  that  artificial  stones  may  be  made  to  great 
advantage  of  any  sort  of  good  hydraulic  mortar ;  but  in  making 
them  with  common  lime  and  artificial  puzzolana,  he  recommends 
using  pipe  clay  to  obtain  the  latter,  in  order  that  it  may  have  a 
handsome  stone  colour,  because  the  common  clays  assimie  a  red 
colour. 

He  now  declares  an  opinion  in  favour  of  artificial  stone  or 
beton,  so  much  stronger  than  he  seemed  to  entertain  in  the  first 
section  of  his  treatise,  that  I  suspect  he  must  have  piinted  the  first 
part  before  the  second  was  written  :  for  he  not  only  observes  that 
it  may  be  cast  in  moulds,  for  coins,  copings,  door  and  window 
jambs,  sills  and  lintels,  cornices,  gutters,  water  pipes,  <!tc,  and  even 
for  objects  of  the  largest  dimensions,  but  that  artificial  stone  might 
be  made  for  the  piers  of  the  bridges  over  the  ditches  of  fortresses, 
for  the  walls  of  sluices,  for  columns,  obelisks,  &-c,  &C,  and  as  it 
would  not  be  easy  to  bury  such  masses,  as  is  done  at  Alexandria  in 
Italy,  and  to  place  them  afterwards  in  their  proper  situations,  he 
recommends  constructing  them  on  the  spot,  and  states  that  bethinks 
a  regular  casing  to  form  the  beton  in,  might  be  dispensed  with: 
but  that  it  ought  to  be  secured  by  always  protectins;  the  top  wilh 
wet  straw,  on  leaving  otF  at  night,  and  by  surrounding  the  ma!=9 
with  something  to  keep  it  moist  in  summer;  and  he  recommends 
making  such  masses  somewhat  thicker  than  is  ultimately  intended, 
in  order  to  pare  otf  some  centimetres  from  the  surface  next  ypar, 
which  from  having  dried  too  soon  may  be  softer  than  the  interior. 
He  states  that  these  artificial  stones  may  be  coloured,  by  mixing 
diverse  metallic  oxides  with  the  surface  mortar. 

(cxv)  In  treating  of  this  subject  he  mentions,  that  in  1827, 
about  two  years  before  he  published  his  book.  Colonel  Finot  had 
constructed  a  vault  of  beton  of  4  metres,  about  13  feet  1.^  inch 
English,  in  span,  with  piers  of  masonry,  which  answered  very  well, 
and  that  a  similar  vault  had  also  been  constructed  at  Schelestailt. 
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He  observes  that  some  vaults  at  Strasburg,  the  floors  of  which  were 
lower  than  the  high  water  Itvel,  of  the  liver  and  of  the  wet  ditches 
after  floods,  were  made  available  for  use  by  liaving  the  floors  and 
walls  secured  by  beton. 

(cxvi)  General  Treussart  is  of  opinion  also,  that  for  aqueduct 
bridges  to  pass  canals  over  rivers,  beton  may  be  used  to  the  greatest 
advantage,  not  only  to  cover  arches  built  of  stone  or  brick,  but  even 
to  supersede  them.  He  likewise  thinks  that  it  may  be  used  to  widen 
a  wharf  wall  by  projecting  over  the  usual  water  way,  when  that 
must  not  be  encroached  upon,  because  he  considers  that  the  over- 
hanging portion  of  beton  would  form  as  it  were  one  immense  stone, 
with  the  remainder  of  the  wall,  of  which  it  made  a  part.  He  thinks 
it  also  well  adapted  for  forming  air  and  water-tight  granaries  for 
preserving  corn,  whicii  may  be  of  great  importance  in  fortified  places, 
(cxvii)  After  observing  that  in  some  departments  of  the  North 
of  France,  they  are  obliged  to  build  the  mass  of  the  revetments  of 
their  Fortresses  with  chalk,  and  to  protect  the  outside  by  bricks, 
which  often  give  way  and  require  continual  and  expensive  repairs  ;  he 
proposes  under  such  circumstances,  to  construct  the  w  hole  revetments 
in  future  with  beton,  and  to  stucco  the  outside  with  astiong  c«;at  of  the 
same  hydraulic  mortar,  used  for  the  body  of  the  beton.  He  thinks 
that  revetments  of  this  description,  being  as  it  were  in  one  piece, 
might  be  made  thinner  than  those  of  common  masonry,  under  the  same 
circumstances.  He  is  also  of  opinion  that  vegetation  attacks  chiefly 
the  joints  of  common  lime  mortar,  and  that  beton  revetments  stuccod 
as  he  proposes,  would  not  allow  vegetation  to  attach  itself  to  the 
surface  at  all. 

(cxviii)  Adverting  to  the  circumstance  of  houses  io  the  South 
of  France  being  built  of  Pise,  or  rammed  earth,  which  has  not 
stability  enough  for  Northern  climates,  bethinks  that  beton  may  be 
used  with  great  advantage,  building  it  in  frames  exactly  on  the 
same  system  as  the  pise,  and  making  all  the  coins,  as  well  as  the 
contours  of  the  doors  and  windows,  with  artificial  stones  formed  of 
the  same  beton  cast  in  moulds.  And  as  he  observes,  that  his 
experiments  have  proved  that  good  hydraulic  mortar  approximates 
to  the  strength  of  common  bricks,  he  conceives  that  the  walls  of 
such  buildings,  which  he  would  stucco  with  a  thick  coat  of  stone 
coloured  hydraulic  mortar,  would  be  very  solid. 

(ex IX)  He  is  also  of  opinion  that  beton  may  be  used  for 
military  bomb-proofs,  such  as  powder  magazines,  casemated  bar- 
racks, &c,  Ac.  If  it  should  not  be  deemed  expedient  to  construct 
the  whole  of  such  buildings  of  beton,  he  recommends  that  the  stone 
or  brick  arches,  which  should  on  no  account  be  built  with  common 
but  with  hydraulic  mortar,  should  be  covered  at  top  with  beton, 
which  he  considers  the  only  means  of  preserving  them  from  mois- 
ture ;  and  although  the  stuccoing  of  the  upper  surface,  consisting  of 
the  ridges  and  valleys  of  the  vaulted  roofs,  if  formed  of  beton, 
Blight  perhaps  be  dispensed  with,  yet  he  recommends  it  to  be  done. 
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takiitg  care  to  prevent  a  hot  sun  from  acting  upon  this  stucco,  by 
covering  it  with  wet  straw  for  the  remainder  of  the  summer, 
after  previously  bringing  it  to  a  very  smooth  or  pohshed  surface  ; 
that  is  when  earth  is  not  to  be  laid  over  it,  after  it  is  finished. 

(cxx)  General  Treussart  is  further  of  opinion,  that  beton  is 
better  for  securing  the  extreme  ends  of  the  chains  at  the  abutments 
of  a  suspension  bridge,  than  common  masonry  ;  so  much  so,  that  he 
thinks  that  an  accident  which  occurred  in  a  suspension  bridge,  op- 
posite to  the  Hotel  of  Invalids  at  Paris,  which  gave  way  owing  to 
the  chains  fracturing  the  masonry  of  the  abutments,  would  not  have 
taken  place,  if  beton  had  been  used  and  allowed  one  year  to  con- 
solidate, instead  of  stones  and  mortar.  He  states  that  autumn  is 
the  best  season  for  building  with  beton  in  the  air,  and  concludes  by 
remarking,  that  there  is  more  real  economy  in  going  to  the  expense 
necessary  for  good  workmanship,  than  to  execute  bad  at  low  prices. 

(cxxi)  Here  I  shall  remark,  that  as  far  as  his  own  experience 
and  experiments  on  limes  and  mortars  go,  I  consider  General 
Treussart's  opinions  to  be  of  great  importance  ;  but  in  the  whole  of 
his  observations  on  beton  and  on  artificial  stone,  which  are  almost 
entirely  speculative,  he  seems  to  have  been  led  away  by  the  same 
sort  of  enthusiasm,  which  prevailed  in  this  country  a  few  years  ago, 
and  which  caused  concrete  and  artificial  stone  to  be  valued  so  far 
above  their  real  merit,  that  many  persons  seemed  to  think  that  they 
would  supersede  stDue  altogether :  but  the  failures  of  this  substance 
in  the  Docks  and  Wharfs  in  Her  Majesty's  Dock-yards  at  Wool- 
wich and  Chatham,  which  at  first  were  to  have  been  built  with  con- 
concrete  exclusively,  have  brought  it  to  its  proper  level,  by 
reducing  it  from  the  rival  to  the  humble  companion  and  assistant,  of 
stone  and  of  brickwork  laid  in  cement ;  and  in  respect  to  the 
former  in  particular  my  experiments  have  proved,  rather  at  first  to 
my  own  surprise,  for  I  confess  that  I  partook  to  a  certain  degree  of 
the  favourable  impression  alluded  to,  that  the  resistance  of  the  best 
concrete  after  being  allowed  a  year  to  set,  is  not  one  tenth  part  of 
that  of   Portland  stone. 

(cxxii)  In  speculating  beforehand  on  the  probable  result  of 
untried  measures  or  expedients,  having  repeatedly  observed,  that 
the  most  promising  failed,  whilst  others,  that  seemed  to  have  no 
probability  in  their  favour,  have  occasionally  succeeded  beyond  ex- 
pectation, I  have  for  many  years  laid  down  a  rule  not  to  give  an 
opinion  under  such  circumstances,  upon  any  practical  question, 
capable  of  being  experimented  upon,  without  stating  at  the  same 
time  that  it  was  an  untried  and  therefore  a  doubtful  point;  and  the 
propriety  of  this  rule  has  been  most  strikingly  confirmed,  by  the 
failure  of  the  only  expedient  that  1  ventured  to  recommend  in  the 
foregoing  Treatise,  before  I  had  tried  it,  and  of  the  efliciency  of 
which  I  felt  as  certain  beforehand,  as  a  person  can  be  of  any  thing 
that  he  has  not  seen  tried.  I  mean  the  artificial  stones  for  the  steps 
of  geometrical  staircases   proposed  to  be  formed  with  bricks  and 
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cement,  which  even  wilh  the  powerful  aid  of  bond  iron  in  the 
joints,  proved  to  possess  much  less  resistance  than  any  prudent 
architect  would  consider  suflScient  for  the  purpose  in  view.  If 
General  Treussart  had  followed  the  same  rule,  from  which  I  soon 
found  cause  to  regret  ray  deviation  in  the  solitary  instance,  that  has 
just  been  mentioned,  he  would  have  left  out  far  the  greater  part  of 
his  Observations  on  Beton  and  Artificial  Stone,  which  he  has 
recommended  for  purposes,  to  which  our  subsequent  experience  in 
this  country  has  proved  them  either  to  be  altogether  incompetent, 
or  of  very  inferior  value. 

(cxxiii)  It  was  before  stated,  that  General  Treussart  was  or- 
dered otScially  to  report  on  M.  Vicat's  artificial  hydraulic  lime  in 
1818,  and  that  he  ditiered  from  that  gentleman's  opinions  in  several 
respects.  It  appears  that  he  published  a  pamphlet  in  1824,  stating 
his  objections  to  iM.  Vicats  doctrines  ;  and  from  various  passages  in 
the  General's  more  elaborate  Memoir  of  18'2f),  of  \^  Inch  I  have  now 
endeavoured  to  give  an  abstract,  I  infer  that  M.  Vicat  must  have 
replied  to  his  objections  in  the  mean  time,  either  by  a  pamphlet  or 
in  some  of  the  periodical  scientific  publications  of  France.  I  am 
not  in  possession  of  either  of  these  pamphlets  or  papers.  In  M. 
Vicat's  Second  Treatise  published  in  1828,  in  which  he  entirely 
remodels  the  whole  of  his  subject,  and  tacitly  abandons  several  of 
his  former  opinions,  he  has  abstained  from  every  thing  in  the  shape 
of  controversy,  and  does  not  even  allude  to  the  opinions  of  General 
Treussart  where  they  differ  from  his  own.  The  General,  on  the  con- 
trary, after  objecting  to  M.  Vicat's  mode  of  estimating  the  resistance 
of  mortars  by  the  penetration  of  the  steel  point  as  beins  liable  to 
error,  observes  that  he  himself  has  compared  the  strength  of  his 
experimental  mortars  by  direct  experiment,  entering  in  his  Tables 
the  number  of  kilogrammes  required  to  break  down  each  specimen, 
and  modifying  nothing  by  calculation.  Hence  he  declares,  that 
whenever  Nl.  Vicat  has  advanced  opinions  contrary  to  the  results, 
which  he  obtained  from  his  own  experiments,  he  would  invaria- 
bly notice  them,  which  he  has  accordingly  done  from  time  to  time 
throughout  the  whole  of  his  work  ;  and  as  IM.  Vicat  published  both 
his  treatises,  which  made  a  very  strong  impression  in  France,  before 
General  Treussart *s  memoir,  the  system  adopted  by  the  latter,  of 
stating  every  point  in  which  ho  differed  from  the  former,  was  no 
doubt  much  more  useful  to  the  public  than  if  he  had  stated  his  own 
opinions  and  experiments,  without  noticing  .M.  Vicat  at  all.  For  in 
a  subject  of  such  immense  practical  importance  to  mankind,  in 
those  particulars,  in  which  two  men  of  talent  investigating  it  experi- 
mentally both  agree,  the  chances  are  that  tli<.y  must  be  right ;  but 
when  they  draw  directly  contrary  results  from  their  different  modes 
of  experimenting,  one  must  be  and  both  may  be  icrotip;  and  there- 
fore it  is  proper  to  draw  the  attention  of  the  public  pointedly  to  these 
controverted  matters,  in  order  that  more  conclusive  experiments 
nay  decide  the  question. 
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(cxxi  v)  Upon  the  whole,  G  eneral  Treussart  appears  to  have  taken 
up  the  subject  of  hydraulic  mortars  as  a  matter  of  experiment,  some 
years  later  than  M.  Vicat,  but  before  the  appearance  of  the  first  treatise 
publisiied  by  the  latter.  Their  opinions  do  not  after  all  materially 
difter,  for  M.  Vicat  admits  the  etiiicacy  of  artificial  puzzolanas  upon 
which  he  also  experimented  largely,  whilst  General  Treussart  gives 
the  preference  to  these  over  M.  Vicat's  artificial  hydraulic  lime, 
without  denying  the  efticacy  of  the  latter.  They  both  agree  ia 
recommending  that  the  fat  or  common  limes,  equivalent  to  the  chalk 
linio  of  the  South  of  England,  should  never  be  used  in  combination 
with  saud  for  any  building  of  importance,  in  which  opinion  I  entirely 
concur  :  and  the  practice  of  all  our  most  eminent  British  Architects 
of  the  present  day,  though  probably  not  influenced  in  any  way  by  the 
French  publications  alluded  to,  is  in  conformity  to  the  same  opinion, 
for  they  have  for  many  years  past  abandoned  the  use  of  chalk  lime 
altogether,  experience  having  proved  its  inferiority  not  merely  for 
hydraulic  purposes,  but  for  walls  exposed  to  air  only. 

(cxxv)  Though  willing  to  place  confidence  generally  in  those 
opinions,  in  which  these  two  able  and  laborious  investigators  of  the 
properties  of  calcareous  cements  agree,  whether  in  accordance  with 
received  opinions  or  not,  there  is  one  point,  in  which  1  have  already 
stated,  that  1  entirely  dissent  from  both.  I  allude  to  those  passages 
in  iVI.  Vicat's  last  work,  in  which  he  depreciates  the  excellent  water 
cements  of  England,  and  to  the  like  conclusion  drawn  by  General 
Treussart  from  his  experiments,  in  which  he  asserts  that  a  water 
cement,  equivalent  to  the  Sheppy  cement,  was  inferior  to  certain 
hydraulic  limes,  althoui;h  the  latter  would  not  set  under  water  in 
less  than  8  or  10  days  from  the  period  of  immersion.  These  con- 
clusions are  in  such  direct  contradiction  to  the  daily  experience  of 
men  in  this  country,  that  every  English  Architect  or  Builder  would 
reject  them  at  once,  and  they  must  be  ascribed  solely  to  the  entire 
want  of  experience  and  of  practical  knowledge,  in  the  proper  mode 
of  using  such  cements.  By  this  observation,  I  mean  no  disrespect 
either  to  M.  Vicat  or  General  Treussart,  for  I  confess  that,  until 
very  recently,  J  was  myself  equally  ignorant  of  the  proper  mode  of 
experimenting  with  hydraulic  mortars,  and  with  the  natural  or  artifi- 
cial puzzolanas,  and  in  fact  after  my  own  first  experiments  with 
excellent  natural  puzzolana,  tried  from  1826  to  1830,  had  entirely 
failed  from  this  very  cause,  namely  that  I  did  not  know  how  to  use 
it,  I  felt,  though  I  did  not  express  it,  the  same  sort  of  unfavourable 
opinion  of  this  important  substance,  which  those  two  French  authors 
have  recorded  against  the  valuable  water  cements  of  England,  the 
wonderful  strength  of  which,  for  that  epithet  applies  to  them,  far 
exceeds  that  of  all  other  mortars.  Setting  aside  therefore  their 
opinions  on  water  cements,  properly  so  styled,  as  erroneous,  and 
General  Treussart's  opinion  of  the  value  of  beton  and  artificial  stone, 
as  being  much  too  favourable,  I  conceive  that  the  labours  of  these 
two  eminent  Frenchmen  in  investigating  the  properties  of  common 
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and  hydraulic  limes,  mortars  and  puzzolanas,  are  of  ihe  highest  im- 
portance, and  that  they  will  he  useful  not  merely  to  the  Service  of 
France,  but  of  all  other  nations.  In  respect  to  those  points  in  which 
the  results  of  their  experiments  are  at  variance  with  each  other,  I 
have  no  hesitation  in  saying,  that  I  consider  General  Tieussart's 
direct  mode  of  conducting  his  experiments  and  his  straightforward 
svstem  of  recording  them,  as  so  much  more  satisfactory  than  M. 
Vicat's  mode  of  proceeding,  that  I  cannot  help  placing  much  more 
confidence  in  the  former  than  in  the  latter.  In  respect  to  the  com- 
parative hydraulic  powers  of  limes  and  mortars,  they  ate  both 
equally  satisfactory,  and  General  Treussart's  are  perfectly  conclusive 
as  to  the  comparative  resistance  of  square  prisms  of  all  the  limes 
and  mortars  experimented  upon  by  him;  but  even  his  experiments, 
though  also  perfectly  satisfactory  as  to  the  comparative  resistance  of 
beton  or  of  rubble  masonry  having  large  irregular  joints,  atford  but 
a  very  imperfect  criterion  of  the  resistance  of  the  same  mortars  in 
the  joints  of  ashler  masonry  or  of  regular  brickwork,  which  arc  neces- 
sarily thin.  So  far  as  regards  the  comparative  adhesiveness  of  the 
various  mortars,  which  they  took  into  consideration,  neither  M. 
Vicat's  experiments,  nor  even  those  of  General  Treussart,  aftord 
any  means  of  forming  a  proper  judgment,  for  my  recent  experiments 
have  sufficiently  proved,  that  this  quality,  which  is  perhaps  of 
greater  importance  than  any  other,  is  neither  commensurate  with, 
nor  proportional  to,  the  resistance  of  mortars,  as  has  generally  been 
supposed. 

(cxxvi)  In  respect  to  the  chief  diflFerence  of  opinion  between 
M.  Vicatand  General  Treussart,  whether  it  is  better  to  form  an 
artificial  hydraulic  lime  as  proposed  bv  the  former,  or  an  artificial 
puzzolana,  as  proposed  by  the  latter,  when  neither  of  these  natural 
substances  can  be  procured,  but  common  lime  may  be  had  in  abun- 
dance (lxxxvi),  I  am  inclined  to  give  the  preference  to  General 
Treussart's  system,  as  being  equally  efficient  with  M.  Vicat's,  but 
much  less  expensive;  for  it  is  evidently  simpler  and  cheaper  to  burn 
clay  alone,  which  forms  an  artificial  puzzolana  at  once,  than  to  burn 
a  hard  lime  stone,  slake  it,  and  then  reburn  it  mixed  with  clay  ;  or 
to  pulverize  a  soft  lime  stone,  mix  it  with  clay  and  then  burn  the 
compound ;  without  one  of  which  troublesome  processes  an  artificial 
hydraulic  lime  cannot  be  obtained.  Lest  it  should  be  supposed  on 
a  hasty  view  of  the  subject,  that  what  I  have  just  stated  militates 
f.lso  against  the  manufacture  of  artificial  cement,  I  have  only  to 
suggest,  that  artificial  puzzolana  mixed  with  common  lime,  is  quite 
as  good  lor  building  under  water,  as  the  best  hydraulic  limes  mixed 
with  sand  ;  but  neither  the  one  nor  the  other  are  by  any  means  equal 
to  cement,  under  difficult  and  important  circumstances,  whether  for 
building  in  air  or  in  water.  In  fact  as  I  said  before,  cement  renders 
many  works  easy  or  practicable,  which  without  it  would  be  difficult 
or  impossible.     (See  Articles  58,  59  and  235.) 
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Of  the  Asphultic  Cement  of  Seysse/,  recently  introduced  in 
France* 

(cxxvii)  I  had  heard  this  cement  described  with  great  appro- 
bation by  a  French  General  not  connected  with  any  building  spe- 
culations; and  had  accordingly  ordered  some  specimens  of  the  raw 
materials,  and  a  small  sample  of  the  artificial  stone  made  from  them, 
to  be  sent  to  me  from  Paris.  In  the  mean  time  1  am  enabled  to 
give  an  accurate  description  of  it,  from  a  pamphlet  recently  pub- 
lished by  Mr.  F.  W.  Simms,  the  author  or  compiler  of  several  very 
useful  works  on  Surveying  and  Civil   Engineering. 

The  materials  from  which  this  sort  of  cement  is  made  are  found 
in  great  abundance  at  Pyrimont,  situated  at  the  foot  of  the  Eastern 
side  of  Mount  Jura  on  the  right  bank  of  the  Rhone,  one  league  North 
of  Seyssel.  These  consist  partly  of  calcareous  asphaltum,  composed 
of  carbonate  of  lime  nearly  pure,  intimately  combined  with  from  9  to 
10  percent  of  bitumen,  which  gives  it  a  deep  brown  colour  beneath  a 
whitish  surface  :  and  partly  of  what  they  term  I\loIasse,  which  is  a 
micaceous  sand  combined  with  from  15  to  18  per  cent  of  the  same 
bitumen,  which  contains  from  60  to  70  parts  of  resinous  petroliferous 
matter,  and  from  30  to  35  of  carbon  ;  and  to  this  last  ingredient  M. 
Millet  who  analyzed  it,  believes  that  its  black  colour,  and  its  im- 
portant quality  uf  hardening  in  the  air,  are  to  be  ascribed. 

The  asphaltic  cement  is  said  to  have  been  known  in  France 
before  the  middle  of  the  last  century,  and  even  occasionally  to  have 
been  used  in  works  of  some  importance,  having  been  employed  by 
the  celebrated  Buftbn  in  lining  a  large  basin  in  the  garden  of  plants, 
for  which  he  vouched  as  being  perfectly  water-tight  36  years  after- 
wards, and  having  also  been  used  for  the  principal  basin  in  the 
King  of  France's  garden  in  1743,  Arcf  But  it  is  only  recently  that 
it  has  been  generally  used,  for  the  foot  pavements  of  the  Eastern 
side  of  the  Pont  Royal,  and  on  both  sides  of  the  Pont  de  Carrou- 
sel, and  on  the  North  side  of  the  Palace  and  Gardens  of  the 
Thuileries,  and  recently  in  a  more  ornamental  form  for  paving  the 
Place  de  la  Concorde.  It  has  also  been  used  for  the  upper  as  well 
as  lower  floors  of  some  Barracks,  and  for  the  floors  of  the  Cavalry 
Stables  at  the  Quai  d'Orsay,  and  for  the  floors  of  the  Abbattoirs 
or  public  Slaughter-houses  at  Paris. 

It  is  stated  that  in  that  city,  they  import  the  calcareous  asphaltum 

•  Which  has  also  heen  called  Asphaltic  Mastic,  as  I  believe  that  in 
France  the  word  mastic  signifies  any  sort  of  strong  cement  not  coming 
under  the  definition  of  a  water  cement,  or  hydraulic  mortar.  But  as  this 
word  lias  been  naturalized  in  England,  and  exclusively  applied  to  the 
oleaginous  cement,  described  in  Article  xxxiti  of  the  Appendix,  it  appears 
desirable,  for  the  sake  ot  precision,  not  to  use  the  term  mastic,  in  speaking  of 
the  asphalti::  cement. 

t  Asphaltum  or  bitumen  was  also  used  by  the  ancient  Babylonians  as  a 
cement  for  building.  I  do  not  Ivuow  that  it  has  recently  been  proposed  for 
this  purposeat  Paris,  but  Mr. Simms  relates  experiments  tried  there,  by  which 
the  asphaltic  cement  appeared  to  have  a  power  of  uniting  bricks  superior  to 
that  of  the  best  mortars  composed  of  lime  and  sand. 
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in  rough  blocks  of  about  a  cubic  foot  each,  and  the  bitumen, 
previously  extracted  from  the  raolasse  in  casks,  in  the  state  of  mineral 
pitcli.  1  hey  roast  the  calcareous  asphaltuiu  upon  an  iron  trough 
about  10  inches  deep,  below  which  a  brisk  fire  is  made,  in  a  sort  of 
furnace  10  feet  long  and  3  feet  broad,  which  causes  a  good  deal  of 
moisture  to  pass  off,  and  the  asphaltum  falls  down  in  powder,  in 
about  half  an  hour,  and  after  sifiing  it,  the  lumps  are  pounded,  and 
thus  the  whole  is  pulverized. 

Jn  preparing  the  asphaltic  cement  for  use,  7  kilogrammes  of 
bitumen  are  first  put  into  a  cauUiron  over  a  fire,  to  which  93  kilo- 
grammes of  the  powdered  asphaltum  are  gradually  added,  and 
finally  a  bucketful  of  very  small  clean  heated  gravel  is  put  in, 
and  the  contents  of  the  cauldron  are  continually  stirred  from  the 
commencement  of  this  process,  until  the  wliole  compound  shall 
begin  to  simmer  and  become  rather  more  fiuid  than  treacle,  emitting 
a  light  white  smoke,  when  it  will  be  ready  for  use,  and  must  be 
taken  out  of  the  cauldron  in  buckets  or  ladles.  ^^  hen  the  asphaltic 
cement  is  intended  for  roofs,  no  gravel  must  be  put  into  the  cauldron. 

AVhen  used  for  superior  pavements,  a  betoii  foundation  of  about 
3  inches  thick  is  prepared  for  receiving  it,  which  is  covered  about 
one  inch  thick  by  the  asphaltic  cement,  that  has  just  been  de- 
scribed, after  which  some  fine  gravel  is  sifted  over  it  whilst  still 
fluid,  and  beaten  down  with  wooden  bats  as  it  cools,  so  as  to  pro- 
duce a  very  smooth  surface,  which  by  using^  gravel  of  proper 
colours  may  be  made  to  resemble  a  pavement  either  of  granite  or 
of  ornamental  mosaic.  For  common  pavements,  I  have  been  in- 
formed by  an  Engineer  Officer  who  inspected  this  operation  at 
Paris,  that  it  is  usually  laid  in  successive  breadths  of  about  1 8  inches 
at  a  time,  on  a  common  load  surface  of  gravel,  the  beton  being 
dispensed  with. 

(cxxviii)  The  Director  of  the  Royal  French  Artillery  at  Douai, 
and  several  Officers  of  the  French  Engineers,  have  certified  in  favour 
of  this  asphaltic  cement  as  having  been  used  in  their  respective  de- 
partments, and  the  Chevalier  de  Pambour,  author  of  a  work  of  merit 
upon  locomotive  steam  engines  and  railways,  gives  the  as|)hallic 
cement  a  high  character,  not  only  for  paving,  as  having  proved 
better  than  a  stone  pavement  laid  down  in  its  vicinity,  and  for  the 
flooring  of  stables,  but  also  for  floors  and  roofs.  For  this  latter 
purpose  it  was  used  lor  three  extensive  roofs  of  buildings  in  the 
Artdlery  Arsenal  at  Douai,  the  rafters  of  which  had  a  slope  of 
about  1  foot  in  3,  over  which  were  nailed  transverse  laths  for  re- 
ceiving plain  tiles,  each  about  19  centimetres  or  nearly  7^  inches 
square,  liaving  tluir joints  filled  and  united  together  by  the  asphal- 
tic cement.  Canvas,  similar  to  that  of  paper-hangers,  was  stretched 
over  the  tiles  and  nailed  down  between  the  joints,  after  which  the 
asphaltic  cement  was  spread  to  the  thickness  of  from  10  to  1*2  milli- 
metres, rather  less  than  half  an  inch  over  the  whole  surface,  which 
was  immediately  covered  with  hot  sifted  gravel,  applied  whilst  the 
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cement  was  in  a  semifluid  state,  and  (he  surface  was  then  beaten  by 
wooden  bats,  until  it  became  perfectly  smooth.  In  the  upper  floors 
of  Barracks  also,  it  was  applied  over  a  course  of  plain  tiles  pre- 
viously laid,  and  properly  supported  by  woodwork  attached  to  the 
girders  or  joints, 

(cxxix)  In  addition  to  the  certificates  of  the  French  gentlemen 
before  mentioned,  Lords  Elgin  and  Lincoln,  and  Sir  John  Hay, 
made  a  favourable  report  of  the  asphaltic  cement  of  Seyssel  from 
their  personal  observation  of  its  various  applications  at  Paris  in 
November  1837;  and  we  are  told  that  preparations  are  now  making 
for  applying  it  on  a  part  of  tiie  Greenwich  railway,  and  as  a  foot  pave- 
ment in  many  of  the  metropolitan  parishes,  as  well  as  at  Liverpool. 
The  Architects  and  Engineers  of  the  Metropolis  and  its  vicinity 
will  therefore  soon  have  an  opportunity  of  judging  of  this  bitumi- 
nous cement,  which  is  said  to  possess  greater  resistance  to  wear 
and  tear  than  some  sorts  of  stone,  combined  with  sufficient  elasticity 
to  prevent  it  from  cracking,  in  consequence  of  any  small  settlement 
or  crack  in  the  work  over  which  it  is  applied ;  at  the  same  time,  that 
it  is  alleged  to  be  proof  against  a  heat  of  100  degrees  of  Fahren- 
heit, in  which  respect  it  is  superior  to  Lord  Stanhope's  composition, 
which  contained  the  same  or  at  least  similar  component  parts,  but 
combined  with  a  greater  excess  of  bituminous  matter.  I  ought  to 
have  mentioned  before  that  the  casemates  of  the  Citadel  of  Quebec 
were  coated  by  order  of  the  Commanding  Royal  Engineer,  under 
whose  direction  they  were  built,  about  12  years  ago,  by  a  composition 
of  the  same  ingredients  as  Lord  Stanhope's  cement,  mixed  in  the 
proportion  of  3  barrels  of  tar,  2  cwt.  of  whitening  and  0  bushels  of 
sand  :  but  1  have  never  been  able  to  ascertain  the  precise  proportions 
of  his  Lordship's  composition.  Sir  Robert  Smirke  informs  me,  that 
on  giving  it  a  trial,  he  considered  that  composition  better  adapted 
for  covering  vaults  protected  from  the  sun  by  a  sufficient  thickness 
of  rubbish,  than  for  the  flat  roofs  of  dwelling  houses,  which  do  not 
admit  of  being  thus  loaded. 

(cxxx)  In  the  pamphlet  published  by  Mr.  Simras,  it  is  stated  that 
a  ficticious  (query,  facticiousor  artificial  ?)  asphaltic  cement,  also  pro- 
posed at  Paris  by  other  parties,  had  failed.  But  from  the  chemical 
analysis  of  the  calcareous  asphaltum,  and  of  the  bitumen  obtained 
from  the  molasses  of  Seyssel,  and  the  mode  of  preparing  and  using 
them  described  in  the  same  pamphlet,  I  cannot  comprehend  in  what 
way  it  is  possible  to  fail  in  rivallingtheasphalticcementof  that  locality 
by  artificial  means,  excepting  that  the  preparation  and  combination 
of  the  natural  ingredients  found  there,  may  perhaps  be  cheaper  than 
a  modification  of  Lord  Stanhope's  mixture  of  pulverized  chalk  and 
tar,  which  will  no  doubt  be  the  case,  if  the  use  of  a  harder  carbonate 
of  lime  than  chalk,  such  as  the  Plymouth  marble,  should  be  found 
necessary  to  produce  a  superior  article. 

I  have  not  the  smallest  doubt  of  the  great  utility  of  this  sort  of 
cement,  but  when  any  one  material  on  being  first  proposed,  is  de- 
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clared  as  this  has  been,  to  be  equally  efficient  for  several  different 
purposes,  and  as  being  likely  to  supersede  several  other  sorts  of 
materials  long  used  and  approved  as  the  most  applicable  for  tho^e 
respective  purposes,  it  is  the  safest  mode  to  wait  the  test  of  expen- 
meuts  judiciously  tried,  and  not  to  give  way  to  that  sort  of  enthusiasm 
in  favour  of  novelty,  which  prevailed  in  this  country  a  few  years  ago 
in  respect  lo  concrete,  which  has  entirely  failed  in  su|>erseding  the 
more  expensive  materials  of  stone,  and  even  of  bricks,  which  some 
persons  were  sanguine  enough  to  suppose  that  it  would  do  ;  and  yet 
notwithstanding  this  entire  failure,  concrete  when  confined  within 
Its  proper  limits,  may  be  considered  one  of  the  most  important  of 
all  tbe  modem  improvements  in  Practical  Architecture. 

1  shall  conclude  with  some  miscellaneous  information,  res- 
pecting the  subject  of  this  Treatise,  introHucing  first  some  memo- 
randa with  which  I  was  favoured  by  Colonel  Fanshawe  on  sending 
him  a  copy  of  my  lithographed  Treatise  on  Practical  Architecture. 
(See  the  Note  to  Article  xxv  of  the  Appendix.) 

cxxxi)     Colonel  Fojishatce's   Memoronda   and    Remarks   on 
Hydraulic  Mortars. 

Description  of  the  different  sorts  used  in  the  new  works  at  ^^  ater 
Port,  Gibraltar,  executed  under  the  direction  of  the  Commanding 
Royal  Engineer  at  that  station,  in  the  years  1790  and  1791. 

1st.  Coal  Ash  Mortar.  This  consisted  of  lime  2!,  measures, 
sand  '2h,  coal  ashes  '21,  puzzolana  li,  and  smiths'  danders  \h,  the 
proportion  of  lime  to  the  other  ingredients  thus  being  as  1  to  »|-. 

2d.  Dutch  Tarras  Mortar.  This  consisted  of  equal  parts  of 
lime  and  trass  bv  measure. 

3d.  Puzzolana  Mortar.  This  also  coDsisted  of  equal  parts  of 
lime  and  puzzolana  by  measure. 

4th.  Puzzolina  Mortar  for  lining  Cisterns  and  coating  the 
Ridges  oj"  Casemates.  Tliis  consisted  of  slaked  lime  16  measures, 
puzzolana  8,  sand  o|,  brickdust  5|,  beaten  glass  4,  and  smiths' 
danders  4,  the  proportion  of  lime  to  the  other  ingredients,  tlius  being 
as  1  to  1^  nearly. 

It  is  almost  unnecessan.-  to  observe,  that  the  whole  of  these  hy- 
draulic mortars  were  adopted,  before  the  properties  of  the  excel- 
lent water  cements  of  England  had  been  discovered. 

5th.  Hydraulic  Mortar,  Jfc.  used  by  the  Dutch  Engineers  /or 
coating  the  Casemates  of' the  rieic  Citadel  at  Ghent. 

This  also  was  observed  by  Colonel  Fanshawe,  who  describes  it 
as  follows.  First,  trass  mortar  was  laid  on  over  the  ridges  of  the 
casemates,  which  was  paid  over  with  coal  tar.  Upon  this  a  series 
of  continuous  gutters  were  formed,  by  bricks  laid  on  the  sloping 
sides  of  each  ridge,  and  leading  towards  the  vallevs.  These  cutlers 
were  covered  with  bricks  set  in  mortar,  so  that  anv  water  that  oozed 
through  would  run  freely  off,  whereas  in  the  usual  mode  of  laving 
pebbles  or  dni-  bricks  on  the  sloping  sides  of  the  ndges  as  filterers, 
small  particles  of  earth  are  apt  to  get  through,  and  in  time  choke  the 
valley  gutters. 
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Upon  the  above  construction,  I  nniy  be  permitted  to  remark, 
that  unless  these  bricks  were  laid  in  cement  mortar,  which  probably 
was  not  the  case,  stalactites  of  lime  will  in  time  be  formed  in  all 
the  joints. 

(cxxxii)  Experiments  on  the  Strength  of  various  sorts  of 
Harwich  and  Sheppy  L'enient  Stones,  by  Mr.  J.  Mitchell  of 
Sheerness  Dock-yard, 

Mr.  Mitchell  formed  all  the  specimens  of  cement  experimented 
upon  by  him  in  a  mould  14  inches  long  G  inches  wide  and  I  inch 
deep.  He  supported  them  at  the  ends,  by  wooden  props  at  the  clear 
distance  of  12  inches  apart,  and  broke  them  down  by  weights  ap- 
plied vertically  over  them,  and  resting  nn  a  sort  of  blunt  knife  edge, 
pressing  on  the  center  of  the  top  of  each  slab  of  cement. 

The  following  specimens  were  all  made  one  day  alter  the  cement 
was  maniifaclureil,  and  those  kept  dry  were  broken  down  11  months 
afterwards,  but  those  immersed  in  water,  10  months  afterwards. 

Of  the  specimens  kept  dry,  and  formed  of  nett  cement,  the  Sheppv 
cement  fiom  Minster  Manor  broke  down  under  155  lbs,  the  Har- 
wich cement  under  IIG,  and  the  m  xture  of  1  fourth  of  Sheppy  with 
3  fourths  of  Harwich  cement,  being  the  same  usually  burned  in  the 
ceujeiit  kilns  in  the  Dock-yard,  of  which  Mr.  Mitchell  has  charge, 
broke  down  under  123  lbs.  Of  the  specimens  kept  under  water,  the 
Sheppy  cement  broke  down  under  215  lbs,  and  the  Harwich  cement 
under  172  lbs.  Their  resistances,  when  mixed  with  equal  parts  of 
sand  and  kept  dry  were  81  lbs,  for  the  Sheppy,  and  67  lbs,  for  the 
Harwich  cement. 

The  following  specimens  were  made  of  nett  cement  exposed  to 
air  7  days,  and  experimented  upon  2  months  afterwards.  'I  heir  re- 
sistances when  kept  dry,  and  estimated  on  the  average  of  2  trials  each, 
were  as  follows. 

Harwich  cottage  stone  11.3|lbs,  Hills'  pebbles  from  'Ahitstable 
Bay  llUlbs,  Harwich  dredged  stone  1U0|  lbs,  Sheppy  pebbles 
from  Minster  Manor  88  lbs,  Sheppy  pebbles  from  the  South-east 
part  of  the  Island  of  a  yellowish  tinge  85  lbs,  and  Harwich  Manor 
stone  G7  lbs. 

When  immersed  their  resistances  estimated  by  one  trial  only, 
except  the  Harwich  manor  stone  which  had  two,  were  as  follows. 
The  Whilstable  pebbles  123  lbs,  Harwich  cottage  stone  109,  Har- 
wich manor  stone  lOo,  Harwich  dredged  stones,  and  Sheppy  pebbles 
from  Minster,  each  102,  and  Sheppy  pebbles  from  the  South-east 
of  the  island  91  lbs. 

When  mixed  with  equal  parts  of  sand  and  kept  dry,  their  resist- 
ances, estimated  generally  on  an  average  of  2  trials  were  as  follows. 
Harwich  cottage  stone  7G  lbs,  Sheppy  pebbles  (S.E.)  Gl^,  Sheppy 
pebbles  from  Minster  manor  60,  Whitstable  pebbles  57^,  FJarwich 
manor  stone  SGj,  and  Harwich  dredged  stone  32  lbs. 

When  kept  under  water  their  resistances  were  as  follows,  on  an 
average  of  one  trial  only.  Harwich  cottage  stone  76  lbs,  Whit- 
stable pebbles  71,  Sheppy  pebbles  from  Minster  60,  from  the  S.E. 
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of  the  island  59,  Harwich  dredged  sloue  55,  and  Harwich  manor 
stune  46  lbs. 

(cxxxill)  Mr.  Griffith's  Report  upon  the  Gases  contained  in 
the  Blue  day  of  the  Sledicuy,  in  reference  to  Article  65. 

Having  ascertained  in  concert  with  Mr.  Howe,  in  June  183*2,  that 
the  blue  alluvial  clay  of  the  Medway  yielded  by  a  sett  of  distillation, 
first  what  appeared  to  be  carbonic  acid  gas,  and  afterwards  hydro- 
gen gas,  but  we  not  being  sufficiently  expert  in  chtmical  analysis,  to 
come  to  a  satisfactory  conclusion,  Mr.  Gritfith  formerly  of  the  Koyal 
Institution  had  thegoodness  to  lepeatand  record  the  resullsof  the  same 
experiment,  which  he  tried  in  concert  with  us  on  the2*2d  of  February 
1S33,  by  an  apparatus  consisting  of  an  iron  oxygen  buttle  serving  as 
a  retort,  from  which  the  gases  were  led  off  through  a  bent  copper 
tube,  into  a  pneumatic  water  trough,  and  collected  in  the  usual  man- 
ner.     Mr.  Griffith's  minute  of  the  experiment  is  as  follows. 

'  Weighed  4000  grains  of  blue  clay  fresh  from  the  River  Medway, 
which  we  made  up  into  small  balls,  and  put  them  into  an  iron  oxy- 
gen bottle,  the  neck  of  which  and  the  ctipper  tube  were  then  con- 
nected by  a  luting  of  pipe  clay,  worked  up  stiff  with  water.*  As  the 
bottle  was  placed  in  the  center  of  the  fire,  blue  clay  was  put  round 
the  iron  to  protect  it.' 

'  The  steam,  which  was  generated  at  first,  was  allowed  to  escape 
into  the  atmosphere.' 

♦  A  transfer  jar  was  then  placed  over  the  beak  of  the  tube,  which 
rested  on  the  shelf  of  the  pneumatic  trough,  and  the  gas  was  collected 
therein.  It  came  over  at  first  cloudy,  of  a  whitish  colour,  and  the 
surface  of  the  water  in  the  jar  appeared  greasy.' 

'  The  first  air  we  got  appeared  to  contain  carbonic  acid  gas,  as  it 
extinguished  a  taper.  It  was  obtained  in  a  vfry  small  quantity,  be- 
fore the  steam  was  generated,  as  before  mentioned.  We  considered 
it  at  fiist  as  common  air,  and  did  not  pay  any  attention  to  it.  The 
quantity  was  about  15  cubic  inches.' 

'  As  the  experiment  proceeded,  the  cloudy  gas  turned  to  a  milk 
white  colour.  We  collected  it  in  several  successive  jars-full.  That 
collected  in  the  first  jar-full  appeared  to  contain  carbonic  acid  gas, 
in  consequence  of  producing  absorption  when  caustic  was  applied  to 
it.  On  putting  a  lighted  taper  into  it,  the  taper  was  extinguished 
and  the  gas  burned  with  a  lambent  blue  flame,  analygous  to  the  flame 
produced  by  the  burning  of  carbonic  oxide.' 

'  On  trying  the  second  jai-full,  the  cock  at  the  top  of  the  jar  was 
opened,  and  a  lighted  taper  applied,  the  jar  being  immersed  in  the 
troush,   when  the  gas  burned  briskly  with  a  blue  flame.' 

'  Towards  the  close  of  the  experiment  when  the  bottle  became  red 
hot,  the  gas  came  over  very  nearly  clear;  and  latterly  it  was  per- 
fectly clear.' 

•  The  4000  grains  of  blue  clay  measured  about  ll^j  cubic  inches.  The 
clay  was  made  into  balls  of  the  size  of  school  boys' marbles, in  order  that  after 
beinc  burned  hard  in  the  retort,  they  might  be  got  out  of  the  neck  of  it,  la 
that  form,  which  in  larger  masses  would  have  been  very  difficult. 
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'  On  trying  a  third  jar  of  the  gas,  which  was  also  influinmable 
burning  with  a  blue  flame,  an  explosion  took  place,  which  was  sup- 
posed to  be  caused  by  a  little  atmospheric  air  mingled  with  the  gas 
at  the  time  the  taper  was  put  into  it.' 

'  Afterwards  1  volume  of  gas  and  2  of  atmospheric  air  were  mixed 
together  in  a  cylindrical  jar,  which  exploded  upon  the  application 
of  the  taper.  The  eff'ect  was  due  to  the  presence  of  hydrogen,  which 
was  proved  by  burning  a  jet  of  the  gas  from  the  top  of  the  transfer 
jar,  under  a  dry  glass,  which  was  placed  over  the  flame  in  an  inverted 
position,  and  the  surface  of  which  was  moistened  during  this  process.' 
'  The  whole  quantity  of  gas  collected  during  the  operation  amounted 
to  355^  cubic  inches.  The  clay  balls,  at  first  perfectly  moist,  were 
burned  generally  into  hard  red  globules  of  the  quality  and  consistency 
of  well  burned  bricks,  some  of  them  being  a  little  more  burned  and 
vitrifird  at  the  surface,  and  consequently  of  a  darker  colour.' 

(cxxxiv)      Anuli/sis  of  the  Brotcn  Pit  Clay  of  Upnor,  mid  of 
the  Blue  Alluvial  Clay  of  the  Medway,  by  Michael  Faraday,  Esq 
L.L.D.  F.R.S.  c5c.  cVc.  ^' 

The  circumstance,  of  both  these  clays  forming  an  artificial  cement, 
when  calcined  in  combination  with  chalk,  and  an  artificial  puzzolana, 
when  calcined  singly,  made  me  desirous  of  having  a  correct  analysis 
of  each,  partly  to  ascertain  what  difference  caused  the  blue  river  clay 
to  be  superior  to  the  brown  clay  for  both  these  purposes,  and  parily 
also  to  determine  and  record  the  actual  proportions  of  the  component 
parts  of  the  former,  which  appeared  to  me  to  have  varied  between 
the  years  18'29  and  1S3G  (15."3),  and  which  might  possibly  vary  again. 

Having  sent  specimens  of  each  in  earthen  jars  well  secured  ao-ainst 
the  action  of  air,  to  JMr.  Faraday  at  the  Royal  Institution,  he  was 
kind  enough  to  analyze  them  at  my  request,  as  detailed  in  the  fol- 
lowing extract  from  his  letter  to  me  of  the  9th  of  March  1837. 

'  I  he  pit  clay  of  Upnor  has  a  specific  gravity  of  207.  This 
you  required  to  know,  though  I  do  not  see  of  what  use  it  can  be  to 
you.*  It  contains  a  trace  of  carbonate  of  lime,  but  it  also  contains 
little  calcareous  concretions,  like  small  pebbles,  which  would  render 
a  specimen  carelessly  taken  very  uncertain  in  its  composition  in  its 
moist  state,  as  sent  to  me.' 

'  A  hundred  parts  of  the  brown  pit  clay  of  Upnor  contain  the 
following  proportions  very  nearly. 

Water     19  0 

Sand 30  5 

,.-  .•  ,      S  Silica     298 

liner  particles  <    .,  r*;  , 

^  (Alumina    16o 

Peroxide  of  Iron 37 

Carbonate  of  Lime 05 

1000 

•  My  reason  was,  that  in  mixing  this  clay  with  chalk  by  measure,  to 
form  an  artificial  cement,  I  previously  reduced  its  specific  gravity,  by  work- 
ing it  np  with  additional  water,  to  that  of  tlie  bhie  clay,  which  being  in  a 
fluid  state,  would  otiierwise  have  contained  much  less  solid  matter  in  the 
same  measure. 
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'The  Mcdway  clay  in  its  dark  coiuured  and  inuist  stale  had  a 
specific  gravity  nf  l'4li,  but  this  of  course  would  vary  as  the  quan- 
tity of  water.     One  huudred  parts  gave 

Water     50  9 

Sand 14  0 

r  .    I      ^  Silica     14  8 

riner  particles  <    .i       ■  ,.,  o 

'  (  Alumina   U)-8 

Peroxide  of  Iron 3'4 

Carbonate  of  Lime   15 

Fragments  of  Wood 1  5 

Organic  Matter     3  1 

KJOO 

*  I  have  put  down  all  the  iron  as  peroxide,  because  it  is  the  best 
state  in  which  to  estimate  it,  but  in  the  clay  whilst  dark  coloured,  a 
portion  of  it  is  in  the  condition  of  sulphuret  (the  greater  portion  being 
even  then  peroxide),  and  the  presence  of  this  sulphuiet  causes  the 
dark  colour,  and  also  the  evolution  of  sulphuretted  hydrogen,  upon 
affusion  of  acids.      A  little  protixide  may  also  be  present.' 

'  The  gases  you  speak  of,  as  exi>ting  in  the  clay  do  not  exist  in 
it  really,  but  are  produced  from  the  wood  and  organic  matter,  the 
carbonate  of  lime,  and  the  sulphuret  of  iron,  &c,  &c,  by  the  action 
of  heat.' 

Remarks  on  the  above.  If  we  strike  out  the  water  from  both, 
which  evaporates,  as  well  as  the  organic  matter  and  the  accidental 
fragments  of  wood,  from  the  blue  clay,  which  are  burntd  out,  in 
the  act  of  ralcinalioii,  the  solid  matter  of  the~e  two  clays  chiefly 
differs,  in  the  pit  clay  containing  more  sard  than  the  blue  clay, 
so  that  the  former  is  in  a  much  coarser  state,  which  1  have  always 
found  prejudicial  to  the  quality  of  an  artificial  cement  (91), 
and  no  doubt  the  same  circumstance  must  injure  an  artificial  puzzo- 
lana  also.  In  respect  to  the  gases,  which  are  found  combined  with 
the  blue  clay,  when  fresh  from  the  river,  but  which  evaporate  after 
long  exposure  to  air,  and  which  therefore,  as  .Mr.  Faraday  observes, 
are  no  inherent  part  of  the  solid  matter  of  that  clay,  their  presence  is 
certainly  of  some  importance  as  our  e.xperiments  have  fully  proved 
(84  and  155).  But  to  return  to  our  comparison  of  the  solid  matter 
of  each,  that  of  the  brown  pit  clay  contains  little  more  than  4.J  per  cent 
of  iron,  and  one  half  per  cent  of  lime,  whilst  that  of  the  blue 
river  clay  contains  rather  more  than  T.j  per  cent  of  iron,  and  3  per 
cent  of  lime;  but  1  do  not  attach  much  importance  to  the  difference 
in  the  proportions  of  these  two  substances,  the  iron  and  the  lime, 
being  persuaded  that  the  superiority  of  the  blue  over  the  brown  clav, 
as  an  ingredient  for  an  artificial  cement  or  puzzolana,  depends 
chiefly  on  the  superior  fineness  of  the  former. 

(cxxxv)      Analysts  of  Trass  and  Puzzolana 
The  chemical   component  parts  of  trass  and  puzzolana   are  so 
nearly  alike,  that  the  one  cannot  possess  any  property  not  belonging 
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to  the  other,  though  it  may  in  a  stronger  or  weaker  degree;  but  it 
ought  to  be  understood,  that  puzzolanas  and  trasses  even  of  the  same 
neighbourhood,  may  differ  a  little  from  each  other  in  the  proportions 
of  their  component  parts,  and  those  of  difl'erent  localities  still  more; 
and  the  same  remark  applies  to  hydraulic  limes  and  water  cements. 

The  trass  used  bj  i\Ir.  Stevenson  on  commencing  his  works  at 
the  Hell  Rock  Lighthouse,  for  want  of  puzzolana,  is  stated  by  him  to 
have  contained  in  one  hundred  parts,  silica  57,*  alumina  '18,  lime 
G'5  and  oxide  of  iron  85. 

The  puzzolana  used  by  him  for  the  same  Lighthouse  contained 
silica  55  parts,  alumina  20,  lime  5  and  oxide  of  iron  20. 

The  following  Table  contains  the  component  parts  of  the  trass 
and  puzzolana,  used  by  General  Treussart  at  Strasburg,  as  analyzed 
by  .M.  Berthier,  together  with  a  former  analysis  of  each  of  those 
substances,  which  as  he  observes  may  be  somewhat  different  in 
their  quality. 

ANALYSIS  OF  TRASS  AND  PUZZOLANA. 


Component  Parts. 

According  to  some 
former  Analysis. 

According  to 
M,  Bertliier. 

Trass. 

Puzzolana. 

Trass. 

Puzzolana. 

Silica 

570 

230 

G5 

85 

350 

400 

50 

200 

570 
120 
26 
10 
50 
70 
10 
96 

445 
150 
88 
47 
120 
14 
40 
92 

Alumina 

Lime    

Magnesia ... 

Oxide  of  Lon   

Potassa   

Soda 

Water 

Total.. 

950 

1000 

992 

996 

(cxxxvi)      Anali/sis  of  some  fValer  Cements. 

General  Treussart  states  that  the  calcined  Sheppy  cement  stone, 
after  having  had  the  water  and  carbonic  acid  gas  driven  oti  by  the  tire, 
when  analyzed  by  M.Drapier,  was  found  to  contain  in  one  thousand 
parts,  quick  lime  554,  clay  360,  oxide  of  iron  80,  and  some  traces  of 
carbonate  of  magnesia  and  of  manganese  :  and  that  the  Boulogne 
stone  after  having  been  treated  in  the  same  manner,  was  found  to 
contain  quick  lime  540  parts,  clay  310,  and  oxide  of  iron  150,  when 
analyzed  by  M.  Berthier. 

Mr.  Porretl  chief  clerk  of  the  Storekeeper's  Department  of  the 
Ordnance  favoured  me  with  the  analysis  of  twospecimens  of  the  Sheppy 
cement  stone,  and  one  of  the  Southend  stone,  analyzed  by  himself  in 
1811,  after  previously  drying  them  at  a  heat  of  400  degrees.  He 
also  gave  me  an  analysis  of  the  Yorkshire  or  Atkinson's  cement,  and 
of  the  Harwich  cement  stone,  which  he  had  copied  without  knowing 
the  authorities,  but  which  he  considered  likely  to  be  correct. 

•  It  is  stated  as  37  parts  of  silica,  which  I  Lave  corrected  to  57,  the 
former  being  evidently  an  error  of  the  press. 
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Component  Parts. 

2?  • 

■r: 

c 
o 

s 
>- 

JS 

u 

i 

u 

E 

\\ater 

31  00 

30-20 

18-00 

310 

0-20 

5-25 

G"5 
5-50 

300 

2'JOO 

35  00 

17'75 

C-75 

050 

600 

100 
1  00 

3408 

12-00 

1300 

1-52 

8-80 

0-83 

3100 

30-50 

24  00 

6-75 

1  04 

1  31 

5-40 

3-8751 

22  750 

29-250 

9375 

9-500 

17  750 
7500 

Carbonic  Acid   

A  liimi  11  !!>•...•<• 

Biacic  Oxide  of  Iron 

Brown  Oxide  of  Man.  ) 

ganese S 

Sulphate  of  Soda,  and  ■^ 
Muriates    of    Lime,  f 
of  Magnesia  and  of  j 
Soda    ) 

Total.. 

10000 

100  00 

10000 

10000 

100-000 

(cxxxvii)     Analysis  of  some  Hydruulic  Limes. 

Captain,  now  Major,  Savage,  R.E.  informed  me,  tliat  the  blue 
lias  lime  stone  of  Lyme  Regis,  as  analyzed  by  Dr.  Carpenter  the 
Mayor  of  tliat  town  in  1826,  was  found  to  contain  in  100  parts, 
carbonate  of  lime  65,  sulphate  of  lime  18,  silica  10,  alumina  5  and 
oxide  of  iron  2. 

The  lime  of  Obernai  used  at  Strasburg  by  General  Treiissart, 
as  analyzed  by  M.  Berlhier,  was  found  to  contain  in  one  thousand 
parts,  carbonic  acid  and  water  380,  lime  422,  silica  lo,  alumina  43, 
magnesia  and  iron  50. 

The  lime  of  Metz,  also  analyzed  by  M.  Berthier,  was  found  to 
contain  in  one  thousand  parts,  carbonic  acid  and  water  412,  lime 
445,  silica  53,  alumina  13,  manganese  and  iron  67. 

(cxxxvill)  Of  the  superior  Morturs  or  Sluccos  inude  in  India. 

The  natives  of  India  seem  to  have  had  no  knowledge  of  natural 
water  cements,  similar  to  those  of  England,  and  I  believe  that 
Lieut,  or  Cadet  W.  W .  Saunders  of  the  Mailras  Engineers  then  on 
a  visit  to  Bengal,  and  since  retired  from  the  Service,  first  introduced 
my  method  of  making  an  artificial  water  cement  in  Calcutta  in  1831, 
which  he  explained  to  the  Asiatic  Society,  as  stated  in  their 
Journal  for  October  1831,  that  intelligent  young  Officer,  whilst 
previously  under  my  command  at  Chatham,  having  attended  at 
and  assisted  me  in  most  of  the  experiments  on  cements,  tried  by  me 
during  that  period.  He  also  found  that  some  of  the  kunkurs,  or 
lime  stones  of  that  country,  which  1  believe  are  only  obtained  in 
nodules  near  Calcutta,  required  less  clay  than  common  lime,  to 
make  a  water  cement,  they  having  hydraulic  properties,  especially 
the  kunkur  of  the  salt  water  lake. 
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In  making  Hat  roofs  in  Bengal,  strong  beams  are  first  laid 
3  or  4  feet  apart,  and  over  these  light  horizontal  rafters,  to  support 
tiles  about  a  foot  scjuare  and  I  inch  thick,  over  which  they  lay 
fragments  of  bricks  or  tiles,  lime  and  water,  which  are  well 
beaten  with  small  mallets,  until  the  mixture  becomes  very  stifF. 
Over  this  a  finer  coating  is  applied,  consisting  of  pounded  bricks 
or  tiles  mixed  with  lime,  which  is  also  well  beaten,  and  made  quite 
smooth,  and  sometimes  rubbed  over  with  oil.  In  the  upper  Pro- 
vinces, long  stones  are  used  instead  of  the  small  wooden  rafters 
and  tiles.  This  information  1  received  from  Major  Hutchinson  of 
the  Bengal  Engineers. 

Captain  Smith,  in  the  notes  to  his  translation  of  M.  Vicat's 
Treatise  states,  that  the  Natives  of  India  mix  the  common  lime 
with  Jaghery  water,  that  is  with  a  solution  of  a  very  small  propor- 
tion of  coarse  sugar  in  water,  which  he  says  produces  an  admirable 
effect,  inasmuch  as  the  common  mortars  made  of  calcined  shells, 
when  well  prepared  in  this  manner,  resist  the  action  of  the  air  for 
centuries;  and  he  thinks  that  the  same  expedient  might  be  adopted 
with  benefit  in  this  country. 

(cxxxix)  Persons  who  have  been  in  India  generally  praise 
the  handsome  external  appearance  of  the  houses,  produced  by  a 
stucco,  which  is  termed  Chunam.  Captain  .Smith  describes  that 
used  at  Madras,  which  is  said  to  be  the  most  celebrated,  as  being  a 
stucco  laid  on  in  three  coats,  the  first  of  a  common  mixture  of  shell 
lime  and  Jaghery  water  half  an  inch  thick,  the  second  made  with 
sifted  shell  lime  and  fine  white  sand  also  sifted;  the  third  and  last 
coat,  which  receives  the  polish,  is  prepared  with  the  greatest  care, 
of  lime  of  the  purest  and  whitest  shells,  mixed  with  from  one 
fourth  to  one  sixth  part  of  the  finest  white  sand  ;  and  the  ingredients 
of  thef  etwo  last  coats,  which  are  mixed  with  pure  water,  as  Jaghery 
water  would  spoil  their  colour,  are  ground  with  a  roller  on  a  granite 
bed  to  a  perfectly  smooth  uniform  paste,  which  should  have  the 
feel  and  appearance  of  white  cream.  In  every  bushel  of  this  paste 
are  mixed  the  whites  of  ten  or  a  dozen  eggs,  and  half  a  pound  of 
ghee  or  clarified  butter,  to  w  liich  some  also  add  from  a  quarter  to 
half  a  pound  of  powdered  balapong,  or  soap  stone. 

The  last  coat  is  laid  on  exceedingly  thin ,  and  before  the  second  is 
dry.  It  dries  speedily,  ai'.d  is  afterwards  rubbed  with  the  smooth  sur- 
face of  a  piece  of  soap  stone  (steatite)  or  agate,  to  produce  a  polish,  aa 
operation  which  is  sometimes  continued  for  many  hours,  after  which 
it  is  necessary  to  wipe  it  from  time  to  time  with  a  soft  napkin  to  re- 
move the  water  which  sometimes  exudes  from  it  for  a  day  or  two 
after  completion. 

Captain  Smith  observes,  that  every  Master  Bricklayer  has  his 
own  favourite  recipe,  but  he  considers  the  essential  ingredients,  in 
addition  to  the  lime  and  sand,  to  be  the  albumen  of  the  eggs  »nd 
the  oily  matter  of  the  clarified  butter,  for  which  oil  is  sometimes 
substituted, 

h 
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(CXL)  Proceedings  in  India  relative  to  the  Carbonate  of 
Magnesia,  which  has  been  proposed  to  be  used  as  a  Cetiiettt,  in  the 
Madras  Presidenci/. 

Beina:  informed  that  a  communication  had  been  made  to  the 
Court  of  Directors  of  the  Honourable  East  India  Company  in  1837, 
recommending  that  the  carbonate  of  magnesia,  which  was  said  to  be 
very  abundant  in  some  parts  of  ihe  Madras  Presidency,  should  be 
used  as  a  water  cement  in  public  works,  under  that  Government,  1 
naturally  concluded,  that  the  hint  must  have  been  taken  from  my 
pamphlet  on  cements,  printed  but  not  for  general  sale,  in  1830,  of 
w  hich  several  copies  had  been  sent  out  officially  to  all  the  Presi- 
dencies in  India,  and  which  soon  after  its  circulation  in  that  country, 
was  republished  in  a  periodical  work  entitled  Gleanings  of  Science 
at  Calcutta  :  and  under  this  impression  I  was  gratified  by  the  retlec- 
tion  that  an  experiment  of  mine,  from  which  I  never  anticipated 
any  practical  result,  owing  to  the  sreat  expense  of  maiinesia  in  this 
cotmtPi-,  should  have  proved  useful  in  that  distant  part  of  the  globe. 

On  inquiry,  however,  I  ascertained,  that  the  water-sellins:  pro- 
perties of  the  carbonate  of  magnesia,  had  been  discovered  by  Mr. 
J.  Macleod  a  Surgeon  in  the  Company's  Service,  some  years  before 
the  same  property  became  known  to  me,  in  the  course  of  my 
experiments,  who  as  it  appears  had  been  employed  by  the  Go- 
vernment of  Madras  several  years  prior  to  the  death  of  Sir  Thomas 
IMunro,  to  endeavour  to  discover  a  hydraulic  cement,  that  might  be 
used  in  India  as  a  substitute  for  the  water  cements  of  England, 
which  could  not  be  procured  there  conveniently,  or  at  a  moderate 
expense. 

On  the  11th  of  February  18-26,  Mr.  Macleod  wrote  to  the 
Secretary  of  the  Madras  Government,  communicating  the  results  of 
his  experiments,  and  recommendinjj  that  pure  magnesia,  of  which 
abundance  was  procurable,  should  be  used  as  a  hydraulic  cement, 
instead  of  the  calcareous  water  cements,  hitherto  consi<lered  as  tie 
only  efficient  cements  for  the  purposes  of  Hydraulic  Architecture, 
The  Military  Board  was  accordingly  directed  to  institute  such  ex- 
periments, on  a  moderate  scale,  as  might  enable  them  to  judge  of 
the  propriety  of  Mr.  Macleod's  suggestion. 

These  experiments  having  been  performed  on  the  walls  of  Fort 
St.  George,  the  result  was  reported  to  the  Military  Board,  by  the 
superintending  Engineer,  in  a  letter  dated  the  id  of  February,  1827, 
in  which  he  stated,  that  the  raagnesian  cement  seemed,  as  far  as  a 
judsment  couhl  at  that  time  be  formed,  to  be  in  every  respect  equal 
to  Parker's  cement,  and  it  had  the  advantage  of  being  of  a  hand- 
some white  colour.  On  the  14th  of  February,  after  receiving  this 
report,  Sir  Thomas  Munro  is  said  to  have  inspected  the  experimental 
cements  in  person,  and  to  have  expressed  a  confident  hope  of  their 
ultimate  success. 

I  have  extracted  the  above  information  from  a  letter  of  Mr. 
Macleod  to  the   Right  Hon.  Sir  Frederick  Adam,  K.CB,  then 
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Govonior  of  Madras,  in  which  he  requests  that  Sir  Frederick 
would  bring  his  labours  under  the  notice  of  the  Court  of  Directors. 
This  letter  is  dated  from  Bellary  the  1st  of  October  1835,  and  it 
appears  that  he  was  induced  to  write  it,  from  the  circumstance  of 
having  read  in  the  Fort  St,  George  Gazette,  that  the  Government  of 
Madras  intended  to  employ  the  magnesian  cement  on  their  pubhc 
works. 

This  measure  does  not  appear  to  have  resulted  from  Mr. 
Macleod's  original  proposition,  or  from  the  Report  of  the  Engineer 
before-mentioned,  but  in  consequence  of  the  Ueport  of  a  more 
recent  Committee,  consisting  of  Lieut.-Colonel  Garrard  Chief 
Engineer,  President,  Lieut.-Colonel  Monteith  also  of  the  Madras 
Engineers,  Surgeon  James  White  Medical  Storekeeper,  and  Assist- 
ant-Surgeons G.  Malcolmson  and  Dr.  P.M.  Benza,  Members. 

This  Committee  met  on  the  25th  and  29th  of  September  1835, 
in  obedience  to  a  Garrison  order  of  the  24tb  of  the  same  month,  to 
examine  a  supply  of  calcined  magnesia  received  from  Salem,  and 
to  report  on  its  fitness  for  building  purposes. 

They  ascertained  by  chemical  analysis,  that  the  native  carbonate 
of  magnesia  contained  in  one  hundred  parts,  carbonic  acid  51*5, 
magnesia -18,  water  0'3  and  silica  0*2,  with  slight  variations  of  the 
latter  substance  in  different  specimens. 

To  quote  the  whole  of  their  report  would  be  unnecessary,  but 
they  conclude  by  an  opinion,  that  the  calcined  magnesia  from  Salem 
forms  an  excellent  cement  suited  for  any  building  purposes  to  which 
it  may  be  applied,  and  capable  of  bearing  1^  measure  of  sand  to 
1  of  magnesia.  As  it  absorbs  moisture  rapidly  even  in  a  close  room, 
and  is  thereby  deteriorated,  they  recommend  that  it  shall  be  calcined 
as  near  as  possible  to  the  spot  where  it  is  to  be  used,  and  that  it 
shall  be  preserved  in  air-tight  casks,  and  as  the  weight  of  the  car- 
bonate or  raw  material  is  double  that  of  the  calcined  magnesia,  they 
recommend  that  it  shall  be  obtained  in  its  natural  state,  from  those 
situations,  where  it  can  be  conveyed  to  Madras  by  water  carriage. 

In  the  Appendix  to  his  translation  of  M.  Vicat's  Treatise,  Cap- 
tain Smith  has  introduced  an  additional  Article  of  his  own  (IV), 
in  which  he  states  that  *  extensive  beds  of  the  native  carbonate  of 

*  magnesia  have  been  recently  discovered  in  the  South  of  India, 
'  near  Salem  and  Trichinopoly  in  the  Madras  Presidency,  and  the 

*  supply  is  so  abundant,  that  measures  have  already  been  taken  for 
'  turning  this  valuable  material  to  account  as  a  cement,  for  which 

*  purpose  the  experiments  of  Colonel  Pasley  have  shown  it  to  be 
'  admirably  adapted;'  and  he  adds  further  particulars  respecting  it, 
according  to  information  received  from  Dr.  Malcolmson,  who  states 
that  it  is  proper  to  allow  it  12  hours  or  more  to  set,  previously  to 
immersion,  which  agrees  with  my  experiments,  and  who  observes 
that  it  is  the  most  beautiful  of  all  stuccos,  excelling  even  the  cele- 
brated chunam  of  Madras.  Captain  Smith  does  not  notice  the 
researches  of  Mr.  Macleod,  which   must  therefore  have  been  im- 
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known  to  him,  as  lliey  were  to  me,  iilthough  I  have  no  doubt  of  the 
authenticity  ot"  the  documents  relating  to  them,  as  before  quoted. 

(CXLJ)  More  detailed  Description  of  Mr.  BruneCs  Seini- 
arc/ies,  in  reference  to  Articles  59  and  319. 

The  elevation  of  the  North  side  only  of  Mr.  Bruners  semi-arches 
having  been  given  in  Article  09,  I  herewith  sul)join  the  elevation  of 
the  South  side  of  the  same  wonderful  piece  of  workmanship,  show- 
ing seven  small  arches,  which  on  this  side  only  projected  about  I 
foot  from  the  spandrels  of  the  main  semi-arches  or  great  ribs,  as  they 
may  be  termed.  The  pier  from  which  these  semi-arches  sprang 
measured  in  plan,  10  feet  in  extreme  length  and  4  feet  in  width, 
at  the  level  of  the  ground,  of  which  two  dimensions  the  last  only 
appears  in  elevation  ;  and  its  extreme  height  above  the  same  level 
was  8  feet.  It  was  founded  on  3-inch  Yorkshire  paving  stones,  let 
into  the  ground  only  ^^  inches  below  the  surface,  which  was  the 
cause  of  its  downfal  as  described  in  Article  319,  in  consequence 
of  a  much  deeper  excavation  having  been  made  near  it. 


South  Elevation  of  Mr,  Brunei's  Experimental  Semi  arches. 

The  serai-archcs  springing  from  the  central  pier  were  3  feet  G 
inches  wide,  and  13  inches  in  depth  or  thickness  ;  and  the  cornice, 
with  which  the  one  coincided  and  the  other  nearly  so,  at  their  out- 
ward extremities,  being  also  the  respective  crowns  of  these  semi- 
arches,  was  of  the  same  width  also ;  but  in  the  spandrels  or 
intermediate  spaces  on  each  side  of  the  centra!  pier,  above  the  spring 
of  each  semi-arch,  and  below  the  cornice,  the  width  of  brickwork 
measured  transversely  was  only  18  inches,  that  is  within  the  openings 
of  the  small  arches,  and  not  including  the  additional  w  idth  caused 
by  the  projection  of  them  or  their  piers. 

The  brickwork  was  bonded  with  10  tiers  of  3  wooden  pantile- 
laths  each,  commencing  at  the  height  of  4h  feet  above  the  level  of 
the  ground,  and  laid  horizontally  in  the  joints  of  the  remaining 
courses  of  the  spandrels,  above  which  it  was  bonded  with  12  tiers 
of  hoop  iron,  also  laid  horizontally,  in  the  joints  of  the  remaining 
courses  of  the  spandrels  and  in  those  of  the  cornice,  in  the  following 
order  as  to  number,  viz  ;  in  the  first  or  lowest  joint  2  pieces  of  hoop 
iron,  in  the  second  3,  in  the  third  1,  in  the  fourth  5,  in  the  fifth, 
sixth,  seventh,  eighth  and  ninth  each  G,  in  the  tenth  4,  and  in  the 
eleventh  G  pieces,  above  which  there  was  only  one  course  of  bricks 
more  to  complete  the  extreme  height. 

The  above  dimensions  and  details  have  been  taken  chiefly  from 
the  Gth  nimiber  of  the  Civil  Engineer  and  Architect's  Journal,  which 
I  believe  to  be  correct,  excepting  that  nett  cement,  supplied  by 
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Messrs.  Francis  and  Co.,  was  useil,  instead  of  mortar  composed  of 
cement  and  sand  as  therein  stated,  and  excepting  also,  that  tlie 
elevation  of  the  first  explanatory  fignre  given  in  tliat  number 
(Page  119)  lias  been  reversed  by  mistake,  the  short  semi-arch 
represented  there  being  placed  on  the  wrong  side  of  the  central  pier. 
]n  correcting  these  mistakes  in  the  journal  before  quoted,  I  have  no 
wish  to  depreciate  that  woik,  which  promises  to  be  very  useful  and 
interesting.  In  those  dimensions  or  points,  in  which  I  differ  from 
it,  I  have  not  trusted  entirely  to  my  own  observation,  but  made  a 
reference  to  Mr.  Urunel,  who  confirmed  some  particulars  in  the 
description  of  his  semi-arches,  as  stated  in  tliat  journal,  of  which 
from  my  own  recollection,  1  had  doubted  the  accuracy. 

Mr.  Brunei  has  often  informed  me,  that  he  considered  wooden 
lalhs,  properly  secured  against  decay,  to  be  quite  as  good  as  laths  of 
hoop  iron  for  brick  and  cement  bond.  From  what  I  have  seen  of  the 
ruins  of  the  broken  down  experimental  beams,  &:c,  in  which  the  iron 
always  came  out  very  bright,  1  do  not  think  that  hoop  iron  is  liable 
to  rust,  when  laid  in  cement  joints,  because  the  cement  in  setting 
absorbs  the  water,  with  which  it  has  been  mixed,  without  allowino-  it 
time  to  corrode  the  iron.  IVIr.  Howe  is  of  opinion,  that  previously 
heating  the  hoop  iron,  and  allowing  hot  linseed  oil  to  dry  upon  it, 
would  preserve  it,  if  liable  to  rust.  Should  this  expedient  be  adopted, 
no  oil  in  its  f^uid  slate  must  be  allowed  to  remain  on  the  surface  of  the 
iron,  because  it  would  injure  the  cement  (lOU). 

(CXLII)  Further  InJ'ormation  respecting  AsphaUic  or  Bitu- 
minous Cements. 

In  a  former  article  of  the  Appendix  (xxxiv),  I  noticed  Mr. 
Fitz  Lowitz's  resinous  cement,  and  Lord  Stanhope's  bituminous 
cement,  the  latter  of  which  I  described  more  particularly  as  having 
been  actually  used  for  roofs  in  London,  both  of  which  were  brought 
forward  nine  or  ten  years  ago,  or  perhaps  sooner,  as  1  can  only 
vouch  for  the  periods  when  they  came  to  my  knowledge.  In  a  note 
to  the  same  Article,  I  also  noticed  Mr.  Cassell's  bituminous  cement, 
for  which  I  have  since  learned  that  he  took  out  his  patent  in  1834 
but  none  of  these  inventions  appear  to  have  made  any  impression 
on  the  public  in  this  country,  until  after  Mr.  CKiridge  had  taken 
out  a  patent  and  established  a  Company  in  London,  for  the  sale  of 
this  article,  which  was  described  by  iMr.  Simms  tlie  Engineer  of 
that  Company,  in  a  pamphlet,  from  which  T  made  ample  extracts  in 
some  former  articles  of  the  Appendix.  (See  from  Article  cxxvii 
to  cxxx,  inclusive.)  In  so  doing,  it  was  my  object  to  describe  a 
Cement,  which  like  concrete,  may  be  superior  for  some  purposes 
and  therefore  very  useful,  if  kept  within  proper  bounds  ;  but  f  had 
no  wish  of  course  to  recommend  the  asphalte  of  Seyssel  in  pre- 
ference to  any  other  bituminous  cement,  for  as  I  hinted  before 
(cxxx),  I  cannot  see  anything  in  its  natural  chemical  component 
parts,  as  described  in  Mr.  Simms's  pamphlet,  that  can  render  it 
superior  to  similar  compositions,  that  may  be  nude  by  combining 
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the  same  substances  found  any  where  else.  It  will  therefore  be  a 
<juestion  of  economv  for  tliosc,  who  wish  to  use  a  bituruiuous 
cement,  whether  tiie  cement  of  SeysstI  is  sold  cheaper  than  others 
of  equal  (|uality  or  not,  and  the  public  will  now  have  ample  means 
of  making  a  selection  ;  for  although  Mr.  Claridge's  patent  was  only 
advertised  in  March  1838,  about  the  time  when  those  Articles  of 
the  Appendix  in  which  1  have  described  this  cement  were  printed, 
the  circumstance  of  bituminous  cements  having  become  fashionabl^j 
in  Paris,  and  consequently  having  been  seen  by  a  great  number  of 
£nglish  travellers  as  applied  to  pavements,  &c,  in  that  metropolis, 
has  led  to  the  formation,  still  more  recently,  of  numerous  rival 
asphaltic  and  bituminous  companies  in  this  country,  all  claiming 
the  superiority  of  quality  and  economy  for  their  own  respective 
compositions. 

For  example,  having  bad  the  curiosity  to  look  hack  tothe  Times 
Newspaper,  which  is  filed  at  the  United  Service  Club,  Pall  Mall, 
for  the  months  of  A|)ril  and  May  1838,  I  found  that  in  this  brief 
space  the  following  Companies  were  advertised,  or  their  pretensions 
if  of  prior  date,  which  applies  to  two  only,  were  recapitulated. 

Jst.  CassclTs  patent  of  1034,  of  which  I  have  not  seen  the 
original  advertisement,  but  which  in  May  1838,  is  stated  as  having 
a  Capital  of  100,000£  in  10,000  shares  at  10£  each. — 2nd.  Cla- 
ridge's patent  Asphalteof  Seyssel  Company,  Capital  200,000£  in 
lO.OOOshares  of  iOf  each. — 3rd.  The  London  Bitumen  and  Asphalte 
Company,  Capital  G0,000£  in  3000  shares  of  20£  each,  who,  as  it 
appears  by  their  advertisement,  are  to  obtain  their  Asphalte  from 
Egypt,  and  have  sent  an  Envoy  to  negociate  with  the  Pacha  for  that 
purpose. •^4th.  The  Bastenne  and  Gaujac  Bitumen  Company, 
Capital  250,000£  in  2500  shares  of  »0£  each. — 6lh.  The  British 
Asphaltura  and  patent  Coal  Company,  Capital  not  stated. — 0th, 
Kobinson's  patent  Parisian  Bitumen  paving  Company,  for  roads, 
footways,  bridges,  &c,  Capital  100,000£  in  5000  shares  of  20£ 
each. — 7th.  1  he  Savoy  Iron,  Coal  and  Asphalte  Company,  Capital 
200,000£  in  10,000  shares  of  20£  each. — 8th.  Poloncea'u's  patent 
elastic  Bitumen  Company,  Capital  200,000£  in  10,000  shares  of 
20£  each. — 9th.  TheZantc  Asphaltum  Company,  Capital  loO,000£ 
in  3000  shares  of  50£  each,  whose  spring  of  Asphaltum  is  said  to 
have  been  at  work  for  more  than  2000  years. —  10th.  The  Nether- 
lands .Asphalte Company,Capital  20,000£  in  2000shares  of  10£  each. 
11th.  The  United  States  Asphalte  of  Sevssel  Conipanv,  Capital 
200,000£  in  10,000  shares  of  20£  each.— r2th.  The  British  Colonial 
Asphalte  Company,  Capital  100,000£  in  5000  shares  of  20£each, 
to  be  supplied  with  bitumen  from  the  Island  of  Trinidad,  where  they 
assert  the  supply  to  be  inexhaustible,  and  of  a  much  purer  quality 
than  that  of  Switzerland,  France,  Ac. —  13th.  The  London,  North 
America  and  West  India  Asphaltic  Company,  Capital  100,000£  in 
10,000  shares  of  10£  each. — 14th.  The  Swiss  Asphalte  Company, 
to   be  supplied    from    the   celebrated    mine   of   Travers,    Capital 
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100,000£  in  5000  shares  of  2()£  each.— 15tli.  The  Liverpool 
Seyssel  Asphalte  Company  under  Claridge's  patent,  for  the 
Northern  Counties  of  England  and  the  Isle  of  iVlan,  Capital  not 
stated. —  IGlh.  The  Scotch  Asphaltum  Company,  Capital  1*25, 000£, 
in  5000  shares  of  25£  each,  who  propose  to  use  the  native  bitumens 
of  Scotland  only. — I7th.  The  Manchester  Asph;dtum  Company, 
licensed  by  Mr.Cassell,  Capital  100,000£  in  10,000  shares  of  10£ 
each,  the  asphaltum  to  be  found  near  that  city. — 18th.  Claridge's 
patent  Scotch  Asphalte  of  Seyssel  Company,  Capital  200,000£  in 
10,000  shares  of  20£  each. —  li)lh.  The  Birmingham,  Foreign  and 
jBritish  Asplialtum  Company,  Capital  50,000£  in  2500  shaies  of 
20£  each,  proposing  first  to  use  foreign,  and  afterwards  native 
asphaltum  found  in  the  neighbourhood  of  JBirmingham. — 20th. 
The  London,  Paris  and  Hamburgh  Asphalte  Company,  Capital 
not  stated.  —21st.  Asphalte  Lobsanne  Association,  Capital  300,000 
in  10,000  shares  of  30£  each. — 22nd.  The  Dublin,  Cork  and  Belfast 
Asphalte  Company,  Capital  100,000£  in  4000  shares  of  25£  each. 

The  amount  ot  Capital  above  stated  is  no  less  than  2,G55,000£, 
to  which  the  three  Companies  who  have  not  yet  advertised  their 
lespective  Capitals,  may  probably  add  at  least  300,000£  mere. 
Those  who  have  advertised  their  Capitals  rerpiired  deposits  of  from 
10  shillings  to  5£.  per-share,  which  I  did  not  think  it  worth  while 
to  insert. 

In  the  advertisement  of  one  of  the  Companies  licensed  under  the 
patent  of  Mr.  John  Henry  Cassell,  who  is  staled  as  being  a  manu- 
facturing chemist  at  Mill  Wall  London,  after  quaintly  observing-, 
'  that  in  the  present  rage  for  Asphalte  Companies,  which  many  of  the 
'  sober-minded  are  disposed  to  class  among  the  bubbles  of  the  day,* 

"  The  earth  has  biil)bles  as  the  water  hath, 
"  And  these  are  of  them." 

The  vengeance  of  the  law  is  denounced  against  all  the  other 
Companies  without  exception,  if  they  shall  presume  to  vend  their 
asphaltic  or  bituminous  cements  in  this  country,  unless  by  Mr. 
Cassell's  permission,  witliin  the  period  of  the  next  ten  years,  during 
which  his  patent  right  for  the  exclusive  sale  of  all  cements  of  this 
description,  is  declared  to  hold  good. 

Having  tried  a  specimen  of  the  cement  of  Seyssel  prepared 
for  use  as  part  of  a  foot  pavement,  1  find  that  it  melts  and  partially 
burns  when  held  over  a  lighted  candle,  but  not  with  a  clear  flame, 
as  Mr.  Fitz  Lowitz's  resinous  cement  did.*  1  have  no  doubt,  that 
all  the  other  bituminous  cements  enumerated  in  this  article  will  do 
the  same. 

Specimens  of  a  foot  pavement  actually  made  with  Claridge's 
Asphalte  of  Seyssel  may  now  be  seen  in  the  metropolis,  one  oppo- 
site to  the  Horse  Guards  on  the  other  side  of  the  way,  and  another 
at  the  Zoological  Gardens,  Regent's  Park,  near  the  vaulted  passage, 
by  which  the  two  portions  of  those  gardens  communicate  with  each 
other,  under  the  public  carriage  road. 

*  See  the  Note  to  Article  42. 
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(CXLIII)  Oijservations  on  I  he  Proporlioiis  of  Blue  AUutial 
Claif,  und  of  Broicn  Pit  Clut/,  proper  for  making  the  best  Arti- 
ficial Cement  in  combination  xcith  Pure  Chu/k,  in  reference  to 
Article  36^5  and  the  first  Paragraph  of  Article  066. 

Belore  1  received  the  Analysis  of  those  two  clays  with  which 
I  was  favoured  by  Mr.  Faraday  (cxxxiv),  I  thought  it  probable, 
that  the  proportion  of  each,  required  to  form  ihe  best  artificial 
cement  with  chalk,  would  depend  upon  the  quantity  of  solid  mineral  • 
matter  contained  in  it,  exclusive  not  only  of  water  and  gases,  but 
also  of  animal  and  vegetable  matter.  If  this  conjecture  had  been 
correct,  as  100  parts  by  weight  of  the  blue  clay,  contained  only 
about  40  parts,  whilst  100  parts  of  the  brown  clay  contained  81 
parts,  of  solid  mineral  matter,  one  might  suppose,  after  we  had 
ascertained  by  numerous  experiments  that  100  parts  of  chalk  to 
137.'  parts  of  blue  alluvial  clay  formed  the  best  artificial  cement 
wilh  that  sort  of  clay,  that  100  parts  of  chalk  to  79  of  the  brown  pit 
c!av  of  Cpnor  would  form  the  best  artificial  cement  with  the  latter, 
because  79  parts  bv  weight  of  the  brown  contain  as  much  mineral 
matter  as  1375  ^^  *'^^  blue.  This  rule  however  did  not  hold  good, 
as  we  found  hv  our  experiments,  for  the  difi'erence  was  by  no  means 
so  great  as  the  above  ;  but  we  did  not  try  a  suiBcient  number  of  ex- 
periments, with  the  brown  pit  clay  of  Upnor,  to  fix  its  best  propor- 
tion willi  the  same  accuracy,  as  we  had  done  in  respect  to  the  blue 
alluvial  clay  of  the  Medway. 

Hence  I  consider,  that  in  using  different  sorts  of  clay  as  ingre- 
dients for  an  artificial  cement,  one  must  have  recourse  to  experiment 
JFor  deterraininsr  the  best  proportion  of  each,  as  I  slated  in  the  first 
paragraph  of  Article  366,  instead  of  attempting  to  determine  this 
point  from  their  comparative  chemical  analysis. 

(cxLlv)  Of  the  Arfifcial  Cement,  made  by  Major  White  of 
the  Roi/al  Stnjf'  Corps,  at  Hythe. 

This  zealous  and  intelligent  Officer,  who,  either  as  Adjutant  or 
latterly  as  Senior  Officer  of  the  above  Corps,  has  Lad  the  charge  of 
the  >A'orks  of  the  Royal  Military  Canal  in  that  neighbourhood  for 
many  years,  informs  me  that  alter  receiving  my  pamphlet  of  1830, 
printed  for  official  circulation,  he  made  a  considerable  quantity  of 
artificial  cement,  according  to  the  rules  therein  laid  down,  which  he 
used  in  various  parts  of  the  canal  exposed  to  the  action  of  water, 
and  which  he  considers  equal  to  the  best  natural  cements  of 
this  country.  But  as  our  own  subsequent  operations  of  1836  re- 
corded in  Article  146,  and  in  those  immediately  following  it,  fully 
proved  that  the  proportion  of  blue  clay  laid  down  in  that  pamphlet 
was  too  small,  and  ought  not  to  have  led  to  such  satisfactoni-  results 
as  Major  M  bite  experienced,  I  think  it  probable  that  the  clay  he 
used,  w  hich  was  pit  clay  obtained  in  that  neighbourhood,  may  bv 
its  creater  density  and  specific  gravity  have  corrected  the  error  in 
mv  original  proportion,  and  rendered  that  an  excellent  cement  in  the 
hands  of  Major  White,  which,  if  he  had  used  alluvial  clay  like  rae, 
niisihl  have  been  an  ijjferior  one. 
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(CXLV)     Remarks  on  the  compuralive  Weight,  Sfc,  of  Cement 
Stone,  in  reference  to  Article  372. 

Mr.  INIitchell,  wliom  I  have  -;uoted  as  my  authority  for  that 
article,  informs  me  that  there  are  from  2G\  to  27  cubic  feet  of  broken 
Harwich  cement  stone,  and  about  25  cubic  feet  of  Sheppy  cement 
pebbles,  to  the  averai^e  ton  weight  of  each.  Also  that  the  Har- 
wich cement  stone  loses  less  weight  in  burning  than  the  Sheppy ; 
and  that  any  given  quantity  of  calcined  cement  powder,  if  as  closely 
packed,  as  is  the  custom  in  Sheerness  Dock  yard,  will  occupy  only 
about  two  thirds  of  the  space,  previously  required  for  containing  the 
quantity  of  broken  cement  stone,  from  which  it  was  produced. 
Messrs.  Francis  consider  20  cubic  feet  of  broken  cement  stone,  per 
ton,  to  be  a  just  average,  both  for  the  Sheppy  and  Harwich  cements. 
(cxLVi)  Proportions  of  Fewel,  necessary  for  burning  Cement 
on  a  great  Scale,  in  reference  to  Article  377. 

Very  small  kilns  require  a  much  greater  expenditure  of  fewel 
than  larger  ones,  as  was  proved  by  our  experiments  in  1830,  when 
we  found  it  necessary  to  use  1  measure  of  coals  to  5  measures  of 
our  raw  artificial  cement  cubes  (113).  Mr.  White  informs  me  that 
Frost's  artificial  cement,  being  always  perfectly  dry,  may  be  burned 
by  1  measure  of  coals  to  10  of  cement,  but  that  he  uses  an  average 
of  1  measure  of  coals  to  8  measures  of  broken  cement  stone  in 
burning  the  Sheppy  and  Harwich  cements.  Messrs.  Francis  con- 
sider I  measure  of  coals  to  10  of  broken  stone  to  be  a  fair  average 
for  the  Sheppy  and  Harwich  cements,  except  when  the  stone  is 
very  wet,  when  rather  more  coals  are  required.  Mr.  Mitchell  also 
considers  one  measure  of  coals  to  10  of  cement  stone  to  be  a  just 
average,  but  under  favourable  circumstances,  and  with  a  skilful  and 
careful  foreman  to  manage  the  kiln,  he  has  found  that  1  measure  of 
coals  has  burned  even  more  than  10  of  cement.  In  the  common 
lime  kilns  in  the  South  of  England,  1  measure  of  coke  or  coals  is 
generally  used  to  burn  from  5  to  nearly  7  measures  of  broken  chalk, 
the  former  proportion  being  seldom  exceeded  in  using  coke. 

(cxLVii)  Probable  comparative  Expense  of  Artifcial  Cement, 
in  reference  to  Article  378. 

Messrs.  Francis  and  White,  after  having  purchased  Mr.  Frost's 
works  in  Swanscomb  parish  in  1833,  were  in  the  habit  of  selling 
their  artificial  cement  for  one  shilling  per  bushel,  at  the  same  time 
that  they  sold  their  natural  cement  for  eighteen  pence,  the  former 
being  thus  sold  at  334-  per  cent  less  than  the  latter.  But  as  they 
invariably  recommended  their  customers  to  purchase  their  natural 
cement  in  preference,  they  may  be  supposed  to  have  had  more  profit 
upon  the  sale  of  this  than  of  the  other ;  although  they  must  of 
course  have  had  some  profit  on  their  artificial  cement  also,  because 
having  no  claim,  like  Mr.  Frost,  to  whatever  merit  there  may  be  in 
the  invention  or  first  introduction  of  this  article  in  England,  they 
would  of  course  have  discontinued  their  manufactory  of  artificial 
cement  altogether,  if  it  had  been  a  losing  concern.  But  artificial 
cement,  made  according  to  the  rules  deduced  from  our  experiments 
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at  Chatham,  and  consequently  equal  to  the  Sheppy  and  Harwich 
cements  in  efficiency,  would  fetch  a  higher  price  than  Frost's,  which 
is  acknowledged  to  be  of  much  inferior  quality,  even  by  the  manu- 
facturers themselves,  who  have  dealed  in  it  (xvii). 

From  these  circumstances,  1  consider  myself  warranted  in  be- 
lieving, as  1  stated  in  the  article  before  quott:d,  that  the  excellent 
artificial  cement,  proposed  by  me,  if  ofiered  at  25  per  cent  lower 
than  the  natural  cements  of  England,  would  find  a  ready  sale  in  the 
markets  of  the  metropolis,  and  that  at  this  diflcreiice  of  price,  the 
former  would  yield  the  same  profit  to  the  manufacturer,  as  the  latter. 

(cxLViii)  Observations  on  Coal  Ashes,  and  on  the  Peroxide 
or  Rust  of  Iron,  as  Ingredients  for  improving  Mortar. 

Every  country  bricklayer  in  England  knows,  that  an  addition 
of  codl  ashes  improves  common  lime  mortur,  and  therefore  a  mixture 
of  this  kind  is  often  usrd  for  pointinc  outside  joints,  which  mixture 
is  distinguished  by  its  dark  colour.  The  degree  of  improvement  com- 
municated by  coal  ashes  to  movtar  of  this  description  is  however  so 
insigniticaiit,  that  1  did  not  think  it  worth  w  hile  to  notice  it  in  the 
body  of  my  essay,  nor  would  I  have  done  so  even  in  the  Appendix, 
but  from  a  wish  to  omit  nothing,  that  has  come  to  my  knowledge. 

In  respect  to  the  peroxide  of  iron,  it  is  well  known  that  the  rust 
formed  in  wet  weather  from  the  lower  part  of  iron  posts,  or  from  iron 
water  pipes  or  gas  pipes  laid  in  the  ground,  gradually  consolidates 
the  gravelly  soil  near  them  into  a  compact  substance,  of  which  the 
rust  or  peroxide  of  iron  is  the  cement.  Hence  I  believe,  that  some 
of  our  Civil  Engineers,  from  observing  this  circumstance,  have  occa- 
sionally ordered  their  mortar  for  wharf  walls,  &:c,  to  be  made  with 
water  impregnated  with  iron.  1  tried  for  a  long  time  to  cement  sand 
and  gravel  together  by  the  peroxide  of  iron,  but  entirely  failed,  ow- 
ing 1  believe  to  having  always  used  clean  siliceous  matter  only  ;  for 
on  reflection  since,  it  has  occurred  to  me,  that  wherever  I  have  seen 
gravelly  soil  cemented  in  the  manner  above  described,  it  has  never 
been  clean  gravel,  but  always  a  mixture  of  that  substance  with  clay. 
But  i  have  not  thought  it  worth  while  to  make  any  farther  experi- 
ments for  ascertaining  this  point,  by  mixing  clay  and  gravel  together, 
and  subjecting  them  to  the  action  of  the  peroxide  of  iron  in  a  moist 
state  ;  because  even  if  this  should  gradually  form  a  sort  of  compact 
substance,  it  would  be  of  very  little  use  as  a  mortar,  without  lime  : 
and  every  practical  man  knows,  that  clay  in  its  natural  state  spoils 
all  limes  and  calcareous  cements. 

(CXLIX)  Confirmation  of  Opinions  previously  advanced, 
that  the  Mortar  of  tvcak  hydraulic  Limes  ought  not  to  be  used  for 
Wharf  Walls,  S^c,^-c. 

In  various  parts  of  the  foregoing  Treatise,  it  has  been  laid  down 
as  a  rule,  that  chalk  lirao  ought  not  to  be  used  at  all,  for  wharf  walls 
or  others  exposed  to  wet  or  moisture  ;  and  also  that  even  the  weaker 
hydraulic  limes  ought  not  to  be  used,  unless  protected  at  the  surface 
against  the  action  of  the  water,  by  pointing  all  the  external  joints 
with  cement ;  and  it  was  stated  as  one  proof  amongst  others  of  the 
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necessity  of  this  rule,  that  the  wharf  wall  adjoining  to  the  new  Baths 
at  Rochester,  which  was  built  with  Hailing  Lime  Mortar,  had 
given  way  for  about  an  inch  in  depth  in  all  the  external  joints. 
(See  Article  280).  Having  again  carelully  examined  the  same  wall 
more  recently,  I  lind  that  this  process  has  been  going  on  rapidly, 
and  that  the  mortar  of  all  those  joints,  which  have  been  alternately 
exposed  to  the  INIedway  at  high  water,  and  to  the  air  at  low  water, 
has  been  wasted  away  to  a  much  greater  depth  than  the  above,  since 
the  late  severe  winter  of  1837-B;  so  that  it  a|)pears  certain,  that 
this  wall  which  is  built  with  rubble  Masonry,  of  Kentish  Kagstone, 
and  of  excellent  workmanship,  will  go  entirely  to  pieces  in  time, 
unless  protected  by  pointing  all  the  external  joints  with  Cement 
Mortar.  This  circumstance  and  others  before  noticed  confirm  me, 
in  the  opinion,  that  the  weaker  hydraulic  limes,  such  as  the  Hailing, 
Dorking,  Warmsworth,  &c.  ought  not  to  be  used  even  for  the 
body  of  wharf  walls,  unless  improved  by  a  proportion  of  natural,  or 
of  artificial  puzzolana  of  good  quality. 

Having  heard  lately  that  Messrs. Gladdish,  had  builtarubble  wharf 
wall  on  their  premises,  which  are  situate  between  Gravesend  and 
Northfleet,  with  flints  and  mortar  made  of  2  or  3  measures  of  sand 
and  1  measure  of  the  blue  lias  lime  from  Lyme  Regis,  which  was  said 
to  have  remained  at  the  end  of  2  or  3  yecrs  in  a  serviceable  state,  with- 
out any  perceptible  degradation  of  the  external  joints,  though  it 
had  been  exposed  to  the  alternate  action  of  the  Thames  and  of  air 
at  high  and  low  water,  during  the  above  period  ;  I  went  to  see  it,  and 
found  that  the  above  statement  was  not  exactly  correct,  for  the 
lower  part  of  the  wall  so  exposed  had  been  newly  pointed,  and 
where  this  precaution  had  not  been  taken,  the  mortar  had  been 
washed  out  of  all  the  joints  for  about  two  inches  in.  Hence  even 
this  very  strong  hydraulic  lime,  of  the  quality  of  which  1  have  no 
doubt,  for  all  the  blue  lias  lime  used  in  my  last  experiments,  which 
I  found  to  be  excellent,  was  supplied  from  Messrs.  Gladdish's 
kilns,  is  unfit  for  the  facing  of  wharf  walls;  as  it  goes  to  pieces  un- 
less pointed  from  time  to  time.  Moreover  all  the  mortar  of  the  lower 
part  of  this  wall,  whether  old  or  new  was  soft,  whilst  that  of  the 
upper  part  above  the  level  of  the  high  water  of  spring  tides  seemed 
nearly  as  hard  as  the  flints,  with  which  it  was  combined.  This 
circumstance  confirms  niein  the  opinion,  which  has  been  repeatedly 
advanced  in  the  foregoing  Treatise,  that  the  mortar  even  of  the 
strongest  hydraulic  linifs  requires  to  be  protected,  in  all  the  external 
joints  by  cement,  without  which  it  is  incapable  of  resisting  the 
action  of  water  in  mass,  wlien  exposed  to  immediate  immersion, 
which  is  necessarily  the  case  in  walls  built  by  tide  work. 

(CL)      Final  Remarks  on  Common  Chalk  Lime  iMortar. 

1  had  ascertained  more  than  12  years  ago,  that  the  pure  limes, 
such  as  chalk  lime,  Carrara  marble,  ike,  were  perfectly  unfit  for  the 
purposes  of  hydraulic  architecture,  as  they  dissolved  away  on  the 
outside,  and  never  set  at  all  in  the  inside,  of  walls  exposed  to  the 
action  of  water.     But  I  was  of  opinion  at  that  time,  thj^t  the  roor» 
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tar  of  these  limes  was  good  for  dry  situations  and  for  inside  work, 
provided  that  the  external  joints  were  protected  asrainst  the  eflects 
of  boating  rains,  by  pointing  them  either  with  cement  or  with  some 
superior  sort  of  lime,  which  opinion  I  expressed  in  Article  10,  near 
the  commencement  of  the  foregoing  treatise.  Having,  however, 
acquired  much  more  experience,  partlv  from  experiments,  and 
partly  in  consequence  of  continual  observation  of  new  buildings  in 
progress,  or  of  old  buildings  being  pulled  down,  since  the  first 
sheets  of  this  work  were  sent  to  press  ;  I  am  compelled  to  retract 
the  above  opinion  in  favour  of  chalk  lime,  which  I  now  consider  bad 
under  all  circumstances,  even  in  the  driest  situations;  as  it  never 
attains  any  great  degree  of  adhesiveness  even  when  only  exposed  to 
the  atmosphere,  and  its  resistance  is  so  insigniticant,  that  it  rather 
dries,  than  sets,  in  air  (280).  All  that  can  be  said  in  favour  of 
chalk  lime  mortar  is,  that  it  is  better  than  none;  and  that  walls 
built  with  it  will  not  fall  to  pieces  in  process  of  time,  as  General 
Trcussart  asserted  (cxill),  without  external  violence.  Yet,  I  must 
say,  that  even  in  the  driest  situations,  the  only  ones  in  which  it 
ought  to  be  used  at  all,  chalk  lime  mortar  opposes  scarcely  any 
resistance  to  the  tools  of  the  workman  who  attacks  it,  the  slightest 
blow  from  which  converts  it  into  dust.  1  have  particularly  observed 
this  extraordinary  want  of  resistance  recently,  in  looking  at  the 
workmen  employed  in  pulling  down  the  brickwork  of  the  Uoyal 
Exchange,  after  the  late  rtre,  and  also  of  some  old  houses  in  Pall 
Mall,  which  operations  were  accompanied  with  clouds  of  white 
dust,  caused  by  the  friable  nature  of  the  dry  chalk  lime.  Thus  chalk 
lime  mortar,  when  wet  is  a  pulp  or  paste,  and  when  dry,  it  is  little 
better  than  dust. 

1  have  been  induced  to  insert  these  remarks  from  having  met 
with  some  respectable  lime  burners  lately,  who  consider  that  chalk 
lime  mortar  may  be  improved  by  burning  the  chalk  in  a  l^ame  kdn, 
in  preference  to  the  common  kiln,  and  as  the  former  is  a  more 
expensive  mode,  they  sell  their  llame  bnrned  chalk  lime  dearer 
than  the  common  kiln  burned  lime.  As  this  supposed  superiority, 
of  the  former  mode  of  burning  over  the  latter,  is  not  founded  on 
any  chemical  property  of  chalk  lime,  it  appeared  worth  while  for 
me  to  expose  the  fallacy  of  such  a  supposition,  and  to  repeat,  that 
no  precautions  in  the  burning  of  the  chalk  or  mixing  of  the  mortar 
can  possibly  make  this  sort  of  lime  good.  Nothing  in  short  but 
mixing  it  with  trass,  or  with  natural  or  artificial  puzzolana  of  good 
quality,  can  improve  chalk  lime  so  far,  as  to  render  it  fit  either  for 
concrete  in  wet  soil,  or  for  the  construction  of  walls  of  any  impor- 
tance, whether  exposed  to  air  or  to  water. 

END    OF   THE    APPENDIX. 
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ERRATA. 

pMge  46,  Second  Noie,  Line  3,  for  subcarbonate  of  soda,  read  carboaat«  of 
ammoDia. 

...     78,  Line  IT  from  bottom,  for  1831  rend  1830. 

...  113,  Line  1,  for  beam  read  board. 

. . .  152,  Line  15,  for  29000  read  39000. 

. . .  Do.   Line  17,  for  7000  read  8000. 

...  183,  Line  20  from  bottom,  for  slaked  read  quick. 
Appendix,  Page  86,  Line  7,  for  Peyronet,  read  Perronet. 
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